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THE COMMERCIAL GRANITES OF NEW 
ENGLAND. 


By Т. Хвівох Dare, 


INTRODUCTION. 


This work is a revised and abridged edition of the writer’s four 
bulletins and two supplementary papers on the commercial granites 
of the States of New England. The exhaustion of the edition of 
some of these bulletins and the duplication of the general treatment 
of granite involved in any reprint of the originals make such a com- 
bination and revision advisable. The revision has also permitted 
greater systematization in the introductory part, as well as the cor- 
rection of some errors in both parts. The descriptions of quarry 
plants, which change from year to year, have been omitted; also the 
purely technologic details, which belong properly to the province of 
the Bureau of Mines. 

A small area of white granite in Plymouth, Vt., not mentioned in 
Bulletin 404, has been visited, and its granite is here described. The 
granites of quarries opened in Woodbury, Vt., and Milford, Otis, 
Stoughton, Cohasset, and Braintree, Mass., since the publication of 
Bulletins 404 and 354 are described. 

As in the original bulletins, the general aim of this one is to pre- 
sent the subject in both its economic and its general scientific aspects 
and to make the scientific part intelligible to the general reader. The 
economic part includes a chapter on the adaptations of New England 
&ranites and another on the economic geologic factors in granite 
quarrying, with some practical suggestions. 

A number of abandoned quarries are described with the active ones, 
either because of the scientific interest of their granite or their rock 
structure or because of their latent economic possibilities. 


1 Dale, T. N., The granites of Maine, with an introduction by George Otis Smith: U. S. 
Geol. Survey Bull, 313, 1907; The chief commercial granites of Massaehusetts, New 
Hampshire, and Rhode Island: U. S. Geol. Survey Bull. 354, 1908; The granites of 
Vermont: U. $, Geol, Survey Bull. 404, 1909; Supplementary note on the granites of 
New Hampshire, U, S. Geol. Survey Bull. 430, pp. 346-372, 1910; Supplementary note 
on the granites of Massachusetts: U. $. Geol. Survey Bull. 470, pp. 240—288, 1911. Dale, 
T. N., and Gregory, H. E., The granites of Connecticut: U. 8. Geol. Survey Bull. 484, 1911. 
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The word “granite” in the title is used in its commercial sense 
and thus includes, besides true granites, quartz monzonite, granite 
gneiss, diorite, diorite gneiss, gabbro, diabase, and norite. The 
scientific name is always given. 

The specimens described from active quarries were always selected 
by the foreman or operator of the quarry. The number of each 
specimen described, to which that of the thin section or sections cor- 
responds, is given, so that the description can be verified by consult- 
ing the collections at the National Museum. 

The word * coarse," applied to the texture of granite, includes that 
with feldspars over 0.4 inch in diameter; “medium,” with feldspars 
under 0.4 inch and over 0.2 inch; “fine,” with feldspars under 0.2 
inch. 

АП the granites described are classified according to their charac- 
teristics of texture, color, and uses on pages 419-435, with their com- 
mercial and scientific names. А bibliography of the economic 
geology of granite is given on pages 464—467. It includes several 
works of a general character besides papers on physical tests and 
geometric analyses of granite, and on the statistics of granite pro- 
duction in the United States. A short list of more or less elementary 
text books on mineralogy and igneous rocks will be found on page 97, 
and a glossary of such scientific terms as have been unavoidably 
used and of quarry terms on pages 467-471. Miss Altha T. Coons, of 
this Survey, contributes the statistics of production. 

The section by George Otis Smith on the occurrence of granite in 
Maine, including its geographic distribution and its geologic rela- 
tions, formed his introduction to Bulletin 313. The passages on the 
geologic history of Connecticut, the distribution of granite and 
gneiss in that State, and on the nature of its granitic intrusions have 
been taken entire from Herbert E. Gregory’s contribution to Bul- 
letin 484. Similar but shorter quotations from other geologists as 
to other States are duly credited.. 

The writer’s obligation to Albert Johannsen for the critical re- 
vision of the more difficult microscopic mineral determinations is re- 
newed here. Chemical determinations by W. T. Schaller and George 
Steiger of this Survey, by E. C. Sullivan, and by George P. Merrill, 
of the United States National Museum, and a complete mineral 
analysis by Wirt Tassin, also of the National Museum, are credited 
in their place. The Rosiwal method of estimating mineral percent- 
ages in rocks has been applied as far as practicable to all the types of 
granite described. 


PART I.—SCIENTIFIC DISCUSSION. 
GRANITE PROPER. 
GENERAL FEATURES. 


DEFINITION. 


Granite, in a general sense, is essentially an entirely crystalline 
igneous rock, consisting mainly of quartz, potash feldspar, and a 
feldspar containing both soda and lime, in some granites microscopi- 
cally combined, and containing also a small amount of either white 
or black mica or both, and in places of amphibole (hornblende, rie- 
beckite), more rarely of pyroxene (augite, aegirite), or both. Where 
granite has, subsequent to or during its crystallization, been subjected 
to pressure sufficient to produce a parallelism 1n the arrangement of 
its. minerals—that is, a schistosity—it is called gneiss or granite 
gneiss; but as some sedimentary rocks in becoming crystalline also 
possess this parallelism and closely resemble a granite gneiss they 
are distinguished by the term “sedimentary gneiss.” 


ORIGIN. 


Granite is now regarded as the product of the slow cooling and 
crystallization of molten glasslike matter at а dull-red heat—matter 
which contained superheated water and was intruded from below 
into an overlying mass of rock of sufficient thickness not only to pre- 
vent the rapid cooling and general extrusion of the molten matter at 
the surface but also to resist the pressure of the intrusive by its cohe- 
sion and powerfully to compress the molten matter by its gravity. 
As carbonic acid can be liquefied only under pressure, its presence in 
liquid form within some of the microscopic cavities in the quartz of 
granite is alone evidence that the rock was formed under pressure. 
That the temperature at which granite solidified was compar atively 
low has been inferred from the fact that it contains minerals which 
lose their physical properties at temperatures higher than dull-red 
heat. The relations of the mineral constituents of granite to one 
another show the order in which they must have crystallized. This 
order differs from that in which they would crystallize if molten in a 
dry state, but laboratory experiments have shown that the presence 
of even a small quantity of water suffices to change that order of 
erystallization. The presence of superheated water in the formation 
of granite, inferred from the arrangement of its minerals, shows that 
the conditions requisite to its formation included not only the pressure 
of an overlying mass of rock but also expansive pressure from 
below. Had this molten matter been extruded at the surface it 
would have cooled so rapidly that but few of its constituent mole- 
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cules would have had time to arrange themselves in geometric order. 
Тһе process of crystallization would have been arrested Бу the sudden 
passage of the material into the solid state, and the product would 
have been a volcanic glass somewhat resembling that which forms 
cliffs in Yellowstone National Park. In granite, however, the mass 
has cooled slowly enough to permit the complete crystallization of 
the originally molten glasslike matter, and no unarranged molecules 
remain. Тһе production of a glass by the rapid cooling of the sur- 
face of a granitic intrusion in consequence of its contact with a schist 
mass is seen at Bethel, Vt., and shown in thin section in figure 9. 

From observations in Norway, Colorado, Utah, Arizona, and 
Montana geologists conclude that the thickness of the rock over- 
lying this molten matter may have been only a few hundred yards, 
the essential conditions for the production of granite being slow 
cooling and the confinement of the vapor of water escaping during 
crystallization to the adjacent rocks.’ 

Lacroix, in his studies of Mount Pelée, found that quartz may 
tee des in a superficial volcanic dome, even under a thin solidi- 
fied crust, as soon as this forms a closed ТӨСІЛІ 

The overlying rock mass which furnished а part of the pressure 
required to form granite has at many places been removed from it 
by erosive processes that operated through great stretches of time. 
Indeed, it is only by the removal of this mass that granite is any- 
where naturally exposed. Although this mass may have measured 
hundreds of feet in thickness, its former presence is at some places 
attested only by a thin capping on the granite or by fragments 
which the lacerating action of the intruding granite has incorpo- 
rated into itself. 

The lacerating effect of an intrusion and the subsequent erosion 
of some of the overlying strata have been reproduced experi- 


mentally.* 


2 Brögger, У. C., Die geologischen Verhältnisse der Pegmatitginge des Christiania- 
gebietes: Zeitschr. Krystall. (Groth), Leipzig, p. 225, 1890. Cross, Whitman, The 
laccolitie mountain groups of Colorado, Utah, and Arizona: U. 8. Geol. Survey, Four- 
teenth Ann. Rept., pt. 2, pp. 230, 238, 1894. See also Barrell, Joseph, Geology of the 
Marysville mining district, Mont, a study of igneous intrusions and contact meta- 
morphism: U. S. Geol. Survey Prof. Paper 57, 1907. 

з Lacroix, Alfred, La Montagné Pelée et ses éruptions, p. 517, Paris, 1904, 

4 Howe, Ernest, U. S. Geol. Survey Twenty-first Ann. Rept., pt. 3, pp. 294-296, pl. 43, 
1901. Reyer, of the Austrian Geological Survey, has illustrated a: granite intrusion by 
this simple experiment: Upon a table a frame of clay, say 2 inches thick, is constructed 
about a square piece of board 1 inch thick. After removing the board a mixture of 
medium-thick plaster and red coloring matter is poured into the inclosure. The surface 
of the red plaster is then sprinkled with a layer of white plaster powder. After making 
а lens-shaped perforation in the center of the board it is again fitted into the frame 
and pressed against the red and white layers until the white plaster exudes through, the 
opening, and afterward the red intrudes the white. The materials are allowed to harden 
and are then sawn to show the structure. See Reyer, Ed., Tektonik der Granit Ergüsse 
von Neudeck und Carlsbad, ete.: К.-к. geol. Reichsanstalt Jahrb., vol. 29, рр. 432—433, 


fig. 6, 1879. 
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Granite itself has been converted in the laboratory into a material 
which upon cooling under ordinary conditions has proved to be a 
glass, and the chief mineral constituents of granite have been arti- 
ficially crystallized at high temperatures in the presence of water 
vapor under high pressure, but the conditions requisite for the 
production of a granitic rock from its chemical constituents have 
not yet been successfully imitated. 

Some granite shows locally a certain alinement of its mica plates 
and feldspars, due to the flow of the mass while it was in a plastic 
state—a structure which was probably controlled by the pressure 
and form of the bordering rock. This “ flow structure” should not 
be confounded with the schistosity, which is due to later pressure, 
involves mineral changes, and is usually regional rather than local 
in extent, and which is called “ gneissic structure.” 

The great differences in the grade of texture in granites—the 
mineral particles ranging from an average diameter of 0,02 inch 
(0.5 millimeters), and even 0.0069 inch (0.175 millimeter), to over 
0.5 inch—is attributed to differences in the rate of cooling, The 
portions at the margins of large masses, or in small masses such as 
dikes, which cooled rather quickly, crystallized in very small crys- 
tals; the central portions, which cooled more gradually, became 
coarsely crystalline. 


MINERAL COMPOSITION, 


Feldspar is the most conspicuous and generally the most abundant 
mineral in granite. By its color or colors it usually determines to a 
large extent the general color of the rock, and by the light which it 
reflects it gives brilliancy. It is easily distinguished from the other 
constituents by its smooth cleavage surfaces and milky, bluish-white 
or opalescent, reddish, brownish, or greenish color. Granite usually 
contains two kinds of feldspar, the more abundant of which is 
generally potash feldspar, a silicate of alumina and potash. ‘This 
occurs in one or both of two crystal forms, orthoclase or microcline, 
which, however, can be distinguished only by means of the micro- 
scope. The other variety of feldspar (plagioclase), containing either 
soda or soda and lime, although it may be of the same color as the 
potash feldspar, can in some granites be distinguished by the very 
fine parallel lines on its surface. Usually it differs greatly in color 
from the potash feldspar, which may be reddish, brownish, or laven- 
der-colored; the plagioclase may be white, gray, or greenish. Under 
the microscope the soda-lime feldspar can be readily distinguished 
from the potash feldspar by its behavior in polarized light, which 
brings out its crystalline structure and indicates its particular va- 
riety and approximate chemical composition. А granitic rock Њаё 


6 COMMERCIAL GRANITES OF NEW ENGLAND. 


contains the two feldspars in equal proportions is distinguished by a 
special technical name. 

Quartz (silica), the next most abundant constituent, is readily 
recognized by its glassy luster, uneven fracture, and brittleness. It 
may be clear, milky, bluish, opalescent or amethystine, or smoky. 
The quartz determines in some measure the shade of the rock. The 
vitreousness of the quartz greatly affects the granite. 

The next most abundant constituent of granite is mica, which 18 
present in two forms—the white (muscovite, or potash mica), essen- 
tially a silicate of alumina with potash and minor amounts of soda 
and ferrous oxide, and the black (biotite, or magnesia mica), essen- 
tially a silicate of alumina with potash, magnesia, and both ferric 
and ferrous oxide. Granite may contain one or both of these micas. 
The dimensions and number of the scales of black mica largely de- 
termine the shade of many granites. 

Amphibole,’ a constituent of many granites, although greenish 
(rarely bluish in minute or very thin crystals), may in crystals of 
ordinary size appear as dark as the black mica, but, unlike that min- 
eral, it does not split into scales. Amphibole and pyroxene resemble 
each other so closely when in small particles that they can be distin- 
guished only by means of the microscope. Both may occur in 
granite. 

In addition to these more abundant minerals, others are usually 
present in minute or microscopic quantities. Some of these includ- 
ing kaolin; sericite (a potash mica or muscovite), chlorite, epidote, 
zoisite, and calcite, as well as paragonite (soda mica), which may 
possibly be present, are the result of chemical changes in the feldspars 
or the biotite or amphibole and are therefore called “secondary.” 
Others, like zircon, apatite, titanite, rutile, tourmaline, fluorite, gar- 
net, magnetite, molybdenite, ilmenite, pyrite, and allanite, are re- 
garded as original “accessory constituents.” Calcite also occurs in 
microscopic quantity as an original mineral of some granites. Of 
these minor accessories, pyrite (iron disulphide) and calcite (lime 
carbonate) alone have economic significance, for these may discolor 
or weaken the stone when dissolved or oxidized on an exposed surface. 

The chemists of this Survey have treated 10 granites from Maine, 
23 from Massachusetts, New Hampshire, and Rhode Island, and 10 
from Vermont, with hot dilute acetic acid and find that they contain 
from 0.05 to 2.46 per cent of CaCO, (lime carbonate). 

The following accessory minerals have been detected in the New 
England granites: Garnet, tourmaline, zircon, titanite, magnetite, 


5 See Zirkel, F., Petrographie, vol. 2, p. 13, and Weinschenk, E., К. Bayer. Akad., 
Math.-phys. Classe, Abh., vol. 18, p. 780, pl. 5. 
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ilmenite (?),-pyrite? molybdenite, fluorite, apatite, biotite, allanite, 
and rutile; also the secondary minerals hematite, limonite, calcite, 
kaolin, muscovite, paragonite (probably), quartz, hornblende, rie- 
beckite, chlorite, epidote, and zoisite. The number of minerals oc- 
curring in the pegmatite dikes within the same granites is very much 
larger. (See pp. 46, 47.) 

The arrangement “at the chief minerals in the stone is described 
under the heading “ Texture” (p. 10). 

The percentages of the mineral constituents differ within wide 
limits in granites from different localities. The percentages of mus- 
covite and of the ferromagnesian minerals (biotite, amphibole, pyrox- 
ene) are always small; those of the feldspar and quartz are large. 
There is considerable variation in the relative amounts of feldspar 
and quartz and still more in the amounts of each of the feldspars. 


CHEMICAL COMPOSITION. 


The chemical composition of granite is of less scientific and eco- 
nomic significance than its mineral composition, for, although chem- 
ical analysis shows the percentages of the constituent elements, the 
process by which these are determined necessarily mingles the ele- 
ments of several minerals whose proportions vary and whose con- 
tributions to the physical properties of the rock differ greatly. 
When, however, a combination of elements occurs only in one or two 
of the minerals the chemical analysis serves to corroborate the evi- 
dence obtained by microscopic analysis. 

Many analyses of granite have been published, but it will suffice 
here to give the extremes of the percentages shown by some of the 
more authoritative of these and to refer the reader to works contain- 
ing complete analyses. Four analyses of granites from Scotland, 
Ireland, Italy, and Sweden show the following ranges: * 


9? As to the question whether marcasite (white iron pyrites) occurs in granite, Allen, 
Crenshaw, and Johnston, in an important paper on ‘The mineral sulphides of iron” 
(Am. Jour. Sei., 4th ser., vol. 33, pp. 169—236, 1912), state on page 216 that “ the fact that 
mareasite never occurs as a primary constituent of magmas, while pyrite sometimes 
does, is explained by the fact that marcasite can not exist above 450°.” Оп p. 190 
they add: “ Paramorphs of pyrite after marcasite are certainly possible, but paramorphs 
of marcasite after pyrite are evidently impossible." J. D. Dana, in the fourth edition 
of his System of mineralogy (1858, p. 61), stated that “ At Warwick, М. Y., marcasite 
occurs in simple and compound crystals in granite with zircon.” This passage is re- 
peated verbatim in the sixth edition, 1911, p. 95. 

7 See Washington, H. S., U. 8. Geol. Survey Prof. Paper 99, 1917; also Clarke, F. W., 
U. S. Geol. Survey Bull. 419, 1910. 

8 Geikie, Archibald, Textbook of geology, 4th ed., vol. 1, p. 207, London, 1903. 
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Analyses of Huropean granites. 
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Twelve analyses, made at the laboratory of the United States Geo- 
logical Survey, of granites from California (2), Colorado (1), Mary- 
show the 


land (3), Michigan (1), Minnesota (1), and Montana (4) 
following ranges:? 


Analyses of American granites. 


SUL өза (ISH OS) we es ae а ee schen 8 ағыла „зи СЕ Ж. 4. 68. 87—76. 10 
Вии NARO ee TA er на БИН за cT ирин 12. 95-19. 13 
Фентено но (Да О ва ва ЕЕЕ пер не сиве E .00- 1. 80 
erratic зде N ReO) 65. 8 раа зане .49— 8.90 
AU GT Мас) === mM жети s жа .14- 2.28 
Тунису "(OB OU e a a eg te Rene E eer MR NES TL 2%. .12- 4.30 
БСО (Маз) “ГІЗУ RHOTTIOITOXG SEIN et Boe 2.36– 4. 58 
Potash) (KOJ 204. аг to. estriado рате ви 6 1. 87- 7.99 
Titanium; dioxide; (MiGs јен ел See Eurip es . 07- 0. 65 
Ровно она ед ак Баново ла ra еа Ттасе- 0. 80 


The average of 21 analyses of even-grained Georgia granites made 


by Watson 19 yields the following percentages: 
» Di g I g 


Analyses of Georgia granites. 


Silica (SiO:) (extremes 68.38, 72.56)_______________------- 69. 97 
Agdumina CASQUE AERIS ILES HET Ub LUE 16. 63 
Көт хае д (On) a tc roti Ене Ина 1, 28 
Дана Сазе. Lost npn стизао eae. о аи 2.18 
Мариета ему 245, Am ғаға, :gnlforA Uem n] conset. 555 
сова акр ОУ kleine ml азр t eese у бос Mene Ete А. 4.18 
ПРОДАВНИЦИ КО ЈИ Элен e қана қа атсалы аралында 4.71 


Holmquist!: gives 137 analyses of Swedish granites arranged in a 
> D e = 


continuous table. 


In all these analyses most of the lime is to be attributed to the 
lime-soda feldspar and nearly all the rest of it to apatite (lime phos- 


phate), or to amphibole and pyroxene, if these are present. 


9 See U. S. Geol. Survey Bull. 419, p. 33, analyses C, D, E; p. 46, analysis А; р. 52, 
analysis D; p. 77, analyses D, E, Е; p. 86, analysis С; p. 99, analysis E; p. 151, analysis 


А; p. 157, analysis E. 
10 Watson, T. L., Georgia Geol. Survey Bull. 9—A, p. 241, 1902. 


11 Holmquist, P. J., Studien über die Granite von Schweden: Upsala Univ. Geol, Inst. 


Bull, vol. 7, Nos. 13 and 14, pp. 77—269, 1906. 
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It is of interest to note in this connection that certain Scotch and 
Irish granites contain from 1.6 to 2.8 volumes of gas per volume of 
rock. This gas 15 inclosed in microscopic cavities within the 
minerals, and in the Scotch granite it consists of carbon, oxygen, 
hydrogen, and nitrogen in the following combinations and propor- 
tions : CO,, 23.60; CO, 6.45; ОН,, 3.02; N,, 5.13; H,, 61.68 :° 

R. T. Chamberlin 19 found in а gray granite from Quincy, Mass., 
1.60 volumes of gas per volume of rock and made up as follows: CO,, 
0.39; CO, 0.09; CH,, 0.06; H,, 1.04; N., 0.09. Averaging 19 analyses 
of granites and granite gneisses (17 by himself and 2 by Gautier) he 
obtained the following volumes of each gas per volume of тост: CO,, 
1.47; CO, 0.22; CH,, 0.05; H,, 1.36; Х,, 0.09—total, 3.19. 


TEXTURE. 


Definition —The texture of a rock signifies the size, the forms, and 
the mutual relations of its minerals as seen without or with a micro- 
Scope. 

Character and grade.—The most characteristic external feature of 
granite is the character of its grain. Some granites are even grained; 
others contain more or less thinly disseminated and complete crystals 
of feldspar in a mass of finer, even-grained material—that is, they 
show what is called porphyritic texture. (See p. 10.) The next 
most striking feature is the relative coarseness or fineness of grain 
in an even-grained granite. Three grades of texture of this sort 
may be distinguished—(1) coarse, in which the feldspars generally 
measure over 1 centimeter, or 0.4 inch; (2) medium, in which they 
measure under 1 centimeter (0.4 inch) and over 0.5 centimeter (0.2 
inch); (3) fine, in which they measure under 0.5 centimeter (0.2 
inch). In some coarse-grained granites the feldspars measure 
one or several inches, and in some fine-grained ones all the particles 
range from 0.25 to 1 millimeter (0.04 inch) in diameter, and some 
average as low as 0.5 millimeter or (0.02 inch). Extremely fine ones 
average 0.175 millimeter or about 0.007 inch. 

Forms of minerals—Even without the aid of the microscope it will 
be noticed that, except in granites of porphyritic texture, the minerals 
rarely attain their complete crystalline form. They have interfered 
with one another’s growth. It will also be noticed that some of the 
crystals of feldspar in some granites are surrounded by a border of a 
different feldspar. Thus a red feldspar may be bordered by a white 
or greenish one, or vice versa. Either of these may be the potash 
feldspar and the other a soda-lime feldspar. It will also be noticed 
that many of the feldspars are not simple incomplete or complete 


12 Tilden, W. H., Roy. Soc. London Proc., vol. 60, pp. 454, 455, 1897. 
18 Chamberlin, В. Т., The gases in rocks: Carnegie Inst. Washington Pub. 106, p. 23, 
1916, 
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. erystals, but “twins,” having the cleavage planes in one half at a 
- different angle from those in the other half, so that when held in the 
sunlight only one half will reflect the light in one position. 
Arrangement of mánerals.—A. polished surface of any medium or 
coarse grained granite shows that the quartz fills up the spaces be- 
tween the feldspars—that is, it was formed after them—also that 
both feldspars and quartz inclose particles of mica, etc., which must 
therefore have crystallized before them. Under the microscope the 
arrangement of the minerals is found to be such that they must 
usually have crystallized in the following order: Magnetite, pyrite, 
apatite, zircon, titanite, amphibole and pyroxene, biotite, muscovite, 
the feldspars; and, last of all, the quartz. It should be noted, how- 
ever, that many of the feldspar crystals contain intergrown quartz, 
so that some of the quartz must therefore have crystallized at the 
same time as the feldspar. The structure of the potash feldspar in 
some granites is very intricate, as it contains microscopic inter- 
growths of a lime-soda feldspar, both having evidently crystallized 
at the same time or in close alternation. Also, as stated above, the 
potash feldspar may be rimmed with soda-lime feldspar, or vice versa. 
Porphyritic texture—In some granites some of the minerals, gen- 
erally the feldspars, occur as large, isolated, more or less complete 
crystals in a mass (groundmass) of finer, even-grained granite. This 
is known as the porphyritic texture. (See Pl. XX XI, В.) The con- 
ditions under which a porphyritic granite was formed are not yet per- 
fectly understood. The large crystals were, of course, formed before 
the completion of the groundmass. If a porphyritic granite passes 
into a gneiss, the large crystals become elongated and lens-shaped 
and the rock is called a porphyritic or “ augen ” (eyes) gneiss. (See 
Pl XXXI, A.) The secondary structure known as gneissic is de- 


scribed on page 65. 
COLOR. 


The color of a granite is almost entirely governed by that of its 
dominant feldspar, and its shade is largely determined by that of its 
quartz and its mica. These physical qualities of granitic feldspar 
and quartz are described on pages 75-79, 80, 81. 


FHYSICAL PROPERTIES. 


Granite derives its physical properties from its mineralogic con- 
stitution, particularly from its large content of feldspar and quartz, 
and from its texture. Among these physical properties the most 
important are weight, cohesiveness, elasticity, flexibility, hardness, 
expansibility, porosity, and vitreousness. 

Weight.—Iln order:to establish a fixed standard the weight of a 
certain volume of a rock is compared to that of an equal volume of 
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distilled water. The weight thus determined is called the specific 
gravity of the rock. The specific gravity of granite ranges from 
2.598 to 2.731. The average of these extremes is 2.662, which is 
equivalent to 2 long tons, or 4,480 pounds, to the cubic yard, or about 
165 pounds to the cubic foot. Geikie 1* calls attention to the change 
in the weight of granite when immersed in sea water, as given by 
Stevenson.” А red granite having a specific gravity in air of 2.71, 
or 13.2 cubic feet to the ton, will in sea water of a specific gravity of 
1.028 measure 21.3 cubic feet to the ton. 

Oohesiveness.—The cohesiveness of a rock is ascertained by de- 
termining its crushing strength—that is, the weight in pounds 
required to crush it or to destroy its cohesion. The ultimate com- 
pressive strength of granite ranges from about 15,000 to 48,918 
pounds per square треће but the usual range is from 18,000 to 34,000 
pounds. Herrmann У gives the crushing strength of European gran- 
ites as ranging from 1,100 to over 3,000 kilograms per square centi- 
meter. Recent tests by the Bureau of Standards on five granites 

' from Maine, Maryland, and North Carolina show their compressive 
strengths ranging from 17,132 to 41,772 pounds per square inch.'* 

E'lasticity.—Tests made at the United States Arsenal at Watertown, 
Mass., to determine the compressive elasticity of specimens of granite 
from Arkansas, Connecticut, Maine, Minnesota, and New Hampshire, 
show that the specimens, in a gaged length of 20 inches and a diame- 
ter of 5.5 inches at the middle, when placed under a load of 5,000 
pounds to the square inch, suffered compression ranging from 0.0108 
to 0.0245 inch, resulting in a lateral expansion ranging from 0.005 to 
0.007 inch, and giving ratios of lateral expansion to longitudinal 
compression ranging from 1:8 to 1:47,29 

The results of some experiments on the elasticity of granites from 
Westerly, В. I., are given by Adams and Coker.? 

Flewibility—Although granite contains а large amount of brittle 
material (estimated at 30 to 60 per cent) and the interlocking of 
its various particles gives to it great cohesion and rigidity, yet in 
sheets of sufficient thinness and areal extent it is flexible. Sheets half 
an inch thick and 4 feet long may be bent, as noted in the description 


м Textbook of geology, 4th ed., p. 568, 

15 Stevenson, T., Harbours, р. 107. 

18 These extremes are from Wisconsin granites. See Buckley, E. B., On the building 
and ornamental stones of Wisconsin: Wisconsin Geol. and Nat. Hist. Survey Bull. 4, 
pp. 361, 390. 

17 Hermann, O., Steinbruchindustrie und Steinbruchgeologie, p. 43. 

13 Figures from the Director, Oct. 11, 1916. 

19 Report of the tests of metals, etc., made with the United States testing machine at 
Watertown Arsenal, Mass. (1895), pp. 339—348, 1896. 

2 Adams, Е. D., and Coker, E. G., An investigation into the elastic constants of rocks, 
more especially with reference to cubice compressibility: Carnegie Inst, Washington 
Pub, 46, 1906. For another reference to the compressibility of Westerly granite see 
Adams, Ғ. D., An experimental contribution to the question of the depth of the zone of 
flow in the earth’s crust: Jour. Geology, vol. 20, pp. 112—115, 1912. 
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of the Lawton quarry, at Norridgewock, Maine (p. 256). Whether 
- flexibility in this granite was conditioned upon a slight loosening of 
the grains by chemical and physical ehange is uncertain. 

Hardness.—Bs will be seen by reference to the tests for hardness 
described on page 100, granites differ greatly in hardness. This dif- 
ference is due not merely to differences in the percentage of quartz 
but also to variations in the character of the feldspars. 

Ewpansibility.—Yhe expansibility of granite has been variously 
tested. Bartlett? found that a piece of granite coping 5 feet long, 
subjected to a winter temperature of 0? F. and a summer tem- 
perature of 96° F., expanded 0.027792 inch, or 0.000004825 inch per 
inch of length for each degree of increase in temperature. The Ord- 
nance Department at the Watertown Arsenal,? tested the granites 
referred to under the heading “Elasticity” and found that slabs of 
gaged lengths of 20 inches in passing from a cold-water bath at 32° 
F. through a hot-water bath at 2129 F. and back again to cold water 
at 32? F. expanded from 0.0017 to 0.0059 inch, averaging 0.0040 inch. 

Porosity.—Granite contains and absorbs water, which is held in 
microscopic spaces both within and between its constituent minerals. 
Ansted 22 states that granite generally contains about 0.8 per cent of 
water and is capable of absorbing about 0.2 per cent more. In other 
words, a cubic yard of granite weighing 2 tons contains in its ordi- 
nary state about 3j gallons of water and can absorb nearly a gallon 
more on being placed in pure water for a short period. Buckley == 
found that the pore space or porosity in fourteen Wisconsin granites 
ranges from 0.17 to 0.399 per cent, and that the ratio of absorption 
(percentage of weight of absorbed water to the average dry weight 
of the sample) of the same granites ranges from 0.17 to 0.50. Тһе 
Bureau of Standards finds that this percentage in a North Carolina 
and a Maryland granite ranges from 0.15 to 0.43.5  Merrill?* has 
shown that certain Maryland granites absorb from 0.196 to 0.258 per 
cent of water after drying 24 hours at 219? F. and then being im- 
mersed for 94 hours. 

Vétreousness.— The vitreousness of granite is due to that of its con- 
tained quartz. Under extreme changes of temperature, as in а city 
fire, where water is thrown on the stone, granite exfoliates badly. 
This exfoliation or shelling is attributable to the unequal expan- 
sion or contraction of the outer and the inner portions of the rock 
under sudden changes of temperature. It is also probably connected 


?: Bartlett, W. C., Experiments on the expansion and contraction of building stones by 
variation of temperature: Am. Jour. Sci, 1st ser., vol. 22, pp. 136—140, 1832. 

22 Ор. cit., p. 822. 

23 Ansted, D. T., quoted by Edward Hull, іп А treatise on building and ornamental 
stones of Great Britain and foreign countries, p. 30, 1872. 

24 Buckley, E. B., Op. cit., p. 400. 

% Figures from the Director, Oct. 11, 1916. 
2 Merrill, б. P., Maryland Geol. Survey, vol. 2, pp. 94, 95. 


SCIENTIFIC DISCUSSION. 13 


with the vitreousness of the quartz. The unequal expansive ratios of 
the different constituent minerals would result in general disintegra- 
tion, not in exfoliation. (See further under “ Fire test,” p. 102.) 

Buckley ** subjected 2-inch cubes of five Wisconsin granites to high- 
temperature tests and found that they were all destroyed at 1,500° F. 
One of them cracked at 1,000°; two others began to disintegrate at 
1,2009. The most notable change was that “when struck with a 
hammer or scratched with a knife they emitted the sound peculiar to 
a burnt brick.” Cutting = applied a fire test to granites from eigh- 
teen quarries in Maine, Maryland, Massachusetts, Minnesota, New 
Hampshire, Vermont, and Virginia, with the result that after satura- 
tion they all stood a temperature of 500° F. without damage but 
showed the first appearance of injury at 700°—800° and were rendered 
worthless at 900°-1,000°. Twenty-three sandstones subjected to the 
same tests showed the first appearance of injury at 8009-9009 and be- 
came worthless at 950°-1,200°. His general results agree with those 
of experience as to the relative fire endurance of granite and sand- 
Stone.? The behavior of granite under very high temperature is not 
attributable to any one physical property. The physical properties 
of granite are further discussed in Part II, under the heading “ Tests 
of granite” (рр. 99-103). 

CLASSIFICATION. 


Тһе varieties of granite are so numerous that for either scientific 
or economie purposes they need to be classified. 

Scientific classification—For scientific purposes granites may be 
classified according to their less essential mineral constituents— 
mica, hornblende, and augite. Thus а granite containing white mica 
is termed a muscovite granite; one containing black mica, a biotite 
granite; one containing both, a muscovite-biotite granite. A granite 
containing black mica and hornblende is called a biotite-hornblende 
granite. Granites may also be classified according to both their 
mineral and their chemical composition. These two form the basis 
of an elaborate classification of igneous rocks, which is too complex 
to be outlined here.*° 

Economic classification F or economic purposes granites may be 
classified first as to texture—as even grained, or porphyritic, or as 
coarse, medium, or fine, according to the scale given on page 9. 
Those of extra coarse or extra fine texture can be distinguished by 
the prefix * very." This scale gives five grades of textures. Gran- 


124 


27 Op. cit., p. 411. 18“ 

28 Cutting, H. A., Vermont Аст, Sixth Rept., pp. 47-54, 1880; Durability of building 
stone: Am. Jour. Sci., 3d ser., vol. 21, p. 410, 1881. 

2 Merrill, G. P., Stones for building and decoration, р. 435. 

30 See Cross, Whitman, Iddings, J. P., Pirsson, L. V., and Washington, H. S., Quantita- 
tive classification of igneous rocks based on chemical and mineral characters, with a 
systematic nomenclature, Chicago, 1903; also Jour. Geology, vol. 10, pp. 555 et seq., 1902. 


14 


ites should also be classified ав to general color and shade—as pink- 
ish, reddish, lavender, or gray or warm gray (that is, a gray show- 
ing the presence of a slight reddish, reddish-purplish, or yellowish 
tinge), and as dark, medium, or light; and the terms “dark gray” 
and “light gray” may be modified by prefixing the word “very.” 
The word “shade” here is used throughout to denote degree of 
blackness apart from color. In very many granites this is due 
directly to the relative smokiness of the quartz or the amount of 
black mica or other very dark silicate. They may be further classi- 
fied and designated by the colors of their most conspicuous minerals, 
the feldspars, quartz, and mica. А stone may thus be called a coarse 
even-grained warm-gray granite, with lavender and white feldspars, 
smoky quartz, and black mica; or another may be called a fine even- 
grained, very light gray granite, with white feldspar, clear quartz, 
and both white and black mica. Lastly, they may be classified by 
their uses—as constructional, monumental, inscriptional, polish, or 
statuary granites. АП the commercial granites of New England 
will be found classified according to their uses, colors, and shades on 
pages 419-435. Тһе outline of an exhaustive technical description of 
any granite can be constructed from the tests enumerated on pages 
99—108. 


COMMERCIAL GRANITES OF NEW ENGLAND. 


GENERAL STRUCTURE. 


The term “structure” embraces all the divisional planes that 
traverse the rock. These occur at intervals ranging from a micro- 
scopic distance to one measured by scores of feet and either cross 
or, very rarely, are parallel to the texture resulting from crystalliza- 


tion. 
FLOW STRUCTURE, 


Where two varieties of granite lie in, contact. as at Redstone, 
М. H. (p. 165), and at Norridgewock, Maine (fig. 64) ‚фе dividing line 
between them indicates the direction of their flow, for the same 
reason that the direction of the flow of a stream would be shown 
by the demarcation between its water and that of a muddy tribu- 
tary a little below their junction. In some places this direction is 
also indicated by streaks or sheets of mica scales parallel to the 
line between the granites. Such streaks, therefore, where alone, are 
regarded, as indicating flow structure. They may be inclined at all 
angles or be in horizontal undulations with axes pitching 10° to 40°. 
In some Massachusetts and New Hampshire quarries the structure 
is parallel to the surface of the granite at its contact with overlying 
rocks or surrounds in parallel bands thé surface of large inclusions. 
(See pp. 90, 281, and fig. 17.) Flow structure also is conspicuous in 
the granite of Milford, Mass., and in some of the quarries of Mil- 
ford, N. H. (See pp. 185, 343.) At the Millstone quarry in Water- 


ж 
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ford, Conn., flow structure doubles over on itself. (See fig. 90 and 
p. 896.) The very local character of such structural features indi- 
cates that they are not due to pressure affecting the entire region, 
but that they originated while the granite masses were still plastic. 
A granite that exhibits flow structure is called by some writers a 
flow gneiss. 

RIFT AND GRAIN. 


DEFINITION, 


The rift in granite is a feature of considerable scientific interest 
and of much economic importance. It is an obscure microscopic 
foliation—either vertical, or very nearly so, or horizontal—along 
which the granite splits more easily than in any other direction. 
The grain (see glossary) is a foliation in a direction at right angles 
to this, along which the rock splits with a facility second only to that 
of the fracture along the rift. After a little experience an observer 
ean detect the rift with the unaided eye, where it is marked. 


PREVIOUS DESCRIPTIONS, 


The earliest mention of rift in geologic literature appears to be 
that made in 1778 by J. Е. W. Charpentier, who noticed that granite 
millstones which were cut with their largest diameter parallel to the 
rift were much more readily worn than those cut at right angles to 
it—that is, parallel to the “hard way." Не attributed this property 
to a parallel arrangement of the mineral particles. The next refer- 
ence was made in 1808 by Рбівеһ,22 who described the rift in the 
granites of Lausitz, in Saxony. In 1833 it was referred to by Enys 
and Кох ** as characterizing the granites of Penrhyn, and in 1834 it 
was mentioned by De la Beche; 2% also in 1855 by Adam Sedgwick," 
who attributed it to crystalline action at the time of consolidation. 
In 1860 C. Е. Naumann 29 ascribed it either to local differences of 
cohesion or to an inner strain possibly related to the direction of 
original consolidation. Іп 1864 G. vom Rath 3" described a diorite 
from Monte Adamello, in the Tyrol, without dominant rift, and ob- 
served that the rift course was, on the contrary, uniform in the gran- 
ite of Monte Motterone (Baveno). In 1876 James D. Dana ?? stated 
that * granite often has a directon of easiest fracture due to the fact 


81 Mineralogische Geographie des chursiichsischen Lande, 1778. See also his Beobach- 
tungen über die Lagerstütte der Erze, 1779. 

* Bemerkungen und Beobachtungen iiber das Vorkommen des Granits in geschichtete 
Lagen, p. 140, 1803. 

35 London and Edinburgh Philos. Mag., За ser., vol. 2, pp. 321—327, 1833. 

** Researches in theoretical geology, and Report on the geology of Cornwall, 1834. 

35 Geol. Soc. London Trans., 2d ser., vol. 8, pt. 3, p. 483, 1855. 

36 Lehrbuch der Geognosie, 2d ed., vol. 2, pp. 191—192, Leipsig, 1860. 

37 Beiträge zur Kenntniss der eruptiven Gesteine der Alpen: Deutsch. geol. Gesell. 
Zeitschr., vol. 16, pp. 249—260, 1864. 

*5 Manual of geology, 2d ed., p. 628, 1870. 
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that the feldspar crystals have approximately a uniform position in 
the rock, bringing the cleavage planes into parallelism.” This is true 
in those places where the directions of flow structure and rift chance 
to coincide, and in some porphyritic granites the porphyritic crystals 
are arranged with reference to the rift, but that this arrangement is 
not the cause of rift is shown by the fact that the feldspar cleavages 
usually intersect the rift face at all angles. In 1879 Reyer?? attri- 
buted rift to an original arrangement: of particles by flowage. As 
rift in places crosses flow structure this explanation is also inadequate. 
In 1893 Carl C. Riiber, in a work on the granite industry of Nor- 
way, described an augite syenite with inferior rift and grain, in 
which the cleavage planes of the individual feldspar crystals were 
parallel to the two cleavages, rift and grain, of the rock. Іп 1894 
F. Zirkel," after reviewing the opinions of his predecessors, tenta- 
tively suggested that rift might be the result of conditions of strain 
brought about by pressure уе опе side only, which failed to find 
adequate relief in jointing. In 1913 Eduard Suess * expressed the 
opinion that horizontal rift or grain structure is the primary effect 
of compressive strain upon granite and that vertical rift or grain, 
as well as vertical joints, are secondary effects of the same strain. 
In 1916 John Oxaal,? State geologist of Norway, found that “rift 
is a primary phenomenon determined by the congealing of the rock 
and by the crystallization of the mineral constituents." This was the 
view of Adam Sedgwick (1855). Охаа1 states further: 

There is a well-defined conformity to law as regards the orientation of the 
separate constituents of the rock. In labrador or larvikite the feldspars are 
nearly parallel to each other, and the beautiful blue opalescence in the direc- 
tion (801) in feldspars appears consequently only along one direction in the 
rock, while in the other directions little or no play of color appears. Тһе cleav- 
ages of the rock (rift and grain) are parallel to the cleavages of the feldspar 


constituents. 

Two American geologists^* have described rift minutely: Tarr 
presents four figures reproduced from drawings made from enlarged 
views of thin sections showing the rift in Cape Ann hornblende- 
biotite granite. These figures and his descriptions indicate micro- 
scopic faults, most of which meander across feldspar and quartz 
alike, although some go around the quartz particles rather than 
through them. In the feldspars they usually follow the cleavage. 


30 Reyer, Ed., Tektonik der Granit Ergüsse von Neudeck and Carlsbad, ete.: К.-К. geol. 
Reiehsanstalt Jahrb., vol. 29, p. 415, 1879. 

40 Norges Granit Industri: Norges geol. МЕР и Aarbog for 1898, Хо. 12, р. 45. 

4 Lehrbuch der Petrographie, 2d ed., vol. 2, р. 52-58, 1894. 

42 Uber Zerlegung der gebirgsfaldenden Kraft : Geol. Gesell, Wien Mitt., vol. 6, pp. 
13-60, 1913. 

43 Norsk Granit: Norges geol. Undersókelse No. 76, рр. 210, 211, 1916. 

44 Tarr, В. S., The phenomena of rifting in granite: Am. Jour. Sci, Зӣ ser., vol. 41, рр. 
267-272, figs. 1-4, 1891; Economie geology of the United States, p. 124, 1895. Whittle, 
C. L., Rifting and grain in granite: Eng. and Min. Jour., vol. 70, p. 161, figs. 1, 2, 1900. 
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These minute faults are lined with microscopic fragments of the 
mineral they traverse and some of them send off short, minute diag- 
onal fractures on either side. After comparing this description with 
that given by the writer on page 58 of certain microscopic fractures 
in the granite at its contact with a basic dike in the Flat Ledge 
quarry at Rockport, and also with the writer’s descriptions of rift 
and grain cracks it may be questioned whether the microscopic faults 
described by Tarr were not produced by a dike and therefore can not 
be rift. 

Whittle gives two sketches made from polished surfaces of a well- 
known granite quarried by the Maine & New Hampshire Granite 
Co., at Redstone, N. H. One of these sketches, made from a surface 
running at right angles to the rift, shows quartz and feldspar grains 
traversed by a generally parallel set of lines corresponding to the 
rift planes. The lines are more numerous in the feldspar than in 
the quartz grains. The other sketch, made from another specimen, 
shows besides the rift lines another less pronounced set intersecting 
these at right angles. This second set corresponds to the grain. A 
visit made by the writer in 1906 to the quarry at Redstone, N. H., 
corroborated Whittle’s observations. 

RELATION OF RIFT AND сасе ТО FLUIDAL CAVITIES. 

General evamples.—During the writer's visit to Redstone a speci- 
men of the pink granite was obtained, with a face 43 by 4 inches cut 
and polished parallel to the “hard way ”—that is, at right angles 
to both rift and grain; also a specimen of the green granite from the 
adjoining western quarry, 5 by 4 inches, cut and polished in the same 
way. Material for a thin section of the pink granite was also ob- 
tained, and a section 14 by 1 inch in area was cut at right angles to 
both rift and grain. The direction of the rift at the quarries was 
found to be horizontal, crossing the sheets, which curve in anticlinal 
attitude across the axis of the hill with a dip of 15° both to the east 
and the west, while the grain is vertical with an east-west course and 
corresponds with the most prominent set of joints. 

A careful examination of these specimens shows rift cracks in 
both the feldspar and quartz of the pink granite, though they are 
more conspicuous in the quartz, partly because of the darkness of 
its shade. Grain cracks are less abundant. The green granite 
shows both rift and grain cracks, if anything more abundant, 
though not as easily seen as in the quartz of the pink granite. 

The large thin section shows 12 prominent rift cracks in the quartz areas 
in a space of 1.2 inches measured along the érain—that is, with an average 
distance apart of 0.1 inch. Тһе grain cracks are far less numerous and less 
continuous. Some of the rift and grain cracks ате filled with secondary 
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fibrous mica. The quartz areas also show two intersecting sets of lines, really 
sheets or planes of gas or liquid inclusions, the latter with vacuoles. Many 
of these cavities are very irregular in outline, some having several ramifica- 
tions. They all range in diameter from less than 0.00285 to 0.068 millimeter. 
The strike of these two sets of sheets corresponds respectively to that of. the 
rift and grain. Some of the rift or grain cracks appear to have followed the 
sheets of cavities, for they coincide with them. Portions of this section are 
shown in figure 1. > 
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Бісгінв 1.—Camera lucida drawings of quartz areas іп ап enlarged thin section of biotite 
granite from the Redstone quarry in Conway, N. H., cut parallel to the ' hard way." 
А, enlarged 625 diameters, shows sheets of cavities and incipient cracks in both rift 
and grain directions. В, from a different quartz area, enlarged 175 diameters, shows. 
the variation in the size of the cavities and their arrangements in both rift and grain 
directions. С, from still another quartz area, enlarged 23& diameters, shows con- 
spicuous rift and grain cracks, filled with fibrous white mica, coinciding here and 
there with the sheets of cavities, also two parallel exceptional fractures crossing the 
rift and grain directions diagonally. D shows part of one of the grain sheets of 
cavities of С, enlarged 175 diameters in order to show the shapes of the cavities. Ав 
most of these sheets of cavities in the section appear to undulate in the direction of 
the line of vision when placed under the microscope the outlines of all the cavities 
become visible only by altering the focus. 


Emerson ** in describing the granite of Becket, Mass., uses these 
words: “Тһе quartz grains were full of sheets of cavities, with large 
moving bubbles." Washington refers to streaks of inclusions in the 


55 Emerson, B. K., The geology of eastern Berkshire County, Mass.: U. S, Geol. Survey 
Bull 159, p. 73, 1899. 
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greenish granite of Bay View, on Cape Ann: “Gas and liquid in- 
clusions, the latter carrying a movable bubble, are quite abundant 
though small and occur in streaks.”** The movements of the 
vacuoles in these fluidal cavities are probably related to the Brown- 
јап movement discovered by Jean Perrin. If so, they represent the 
molecular motion either of the “matter” within the vacuole or of 
the liquid without it.* Tarr and Newman ^ report from their study 
of Missouri granites: “ The study with the binocular microscope 
showed that the inclusions were really in planes." 

At the Redstone quarry of Westerly, R. I., the quartz has cavities 
in sheets with rift cracks parallel to them. Sheets of cavities in- 
tersecting one another at right angles and with rift and grain cracks 
parallel to them were also observed in granite sections from the 
quarry at Becket, Mass. (p. 279) ; and in several other Massachusetts 
and New Hampshire granites the cavities are arranged in rectangu- 
lar sheets. This has also been found to be true in many sections of 
Vermont granites. One of these from Cobble Hill, near Barre, shows 
quartz containing sheets of cavities with conspicuous rift cracks 
parallel to or coinciding with them. Some of the rift cracks polarize 
brightly and extend into the feldspars, where they are clearly filled 
with fibrous muscovite; but in other sections, cut without reference 
to rift or grain directions, the sheets of cavities intersect at all angles 
or the cavities have no apparent arrangement. Many such irregu- 
larities thus result simply from the haphazard direction of the sec- 
tion. For this reason probably Rosenbusch refers to their occurrence 
in apparently irregular groups or courses only. 

In the thin section of granite from Redstone, N. H., described on 
page 17 some of the sheets of cavities pass uninterruptedly and with- 
out deflection from one quartz particle to another, and the rest do not 
appear to terminate abruptly at the edge of the particle. Тһе pas- 
sage of sheets of cavities from particle to particle without interrup- 
tion or deflection can be observed also in a section (109, specimen 
96, b) from the adjoining green granite of Redstone, also in one 
(150, specimen 38, a) from the White Mountain quarry, near North 
Conway, N. H. This is also the case in several sections of Quincy 
granite (234, specimen (9, f, from the Hardwick quarry, and 906, 
specimen 85, a, from the Mount Pleasant quarry, Milton) and in 
some (221, 298, specimen 91, Ё) from the quarry at Becket (Chester), 
Mass. There is also in all these sections a general parallelism in the 
Sheets, which lie either in the rift or the grain direction or between 


4 Washington, H. S., The petrographical province of Essex County, Mass., I: Jour. 
Geology, vol. 6, p. 790, 1898. 

47 Perrin, Jean, The Brownian movement and moleeular reality (translation by F. 
Soddy), London, 1910. 

‘Tarr, W. A, and Newman, L. M., A study of the effects of heat on Missouri gran- 
ites: Missouri Univ. Bull, vol. 15, No. 27, p. 55, 1914. 
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these and the rift or grain cracks, but some sections also have sheets 
of cavities diagonal to those directions. Even sections cut parallel 
to rift or grain or at right angles to both usually show cavities, more 
or less abundant, which are without any apparent arrangement. 

These facts point to the probability of an intimate relation between 
the arrangement of the inclusions and the rift and grain structure. 
If the cavities, containing water or liquid carbonic acid, or either of 
these in a gaseous form, in the quartz of granite, are correctly re- 
garded as having originated at the time of the crystallization of the 
material of the granite, then the rift and grain.structure would seem 
to be either original also or, if secondary, to have had its directions 
generally determined by those of the sheets of inclusions. 

That these fluidal cavities in the quartz of granite are not the 
only factor in the origin of rift and grain structure 16 evident from 
the parallelism which exists between the arrangement of the mica 
scales and the rift of many granites. At the abandoned Hayden 
quarry in Milford, N. H., large porphyritie crystals of biotite have 
their cleavage parallel to the rift. Тһе detection of this arrangement 
of the mica is the principal means of determining the course of the 
rift before actual experiment. Similarly the course of the “hard 
way” in a quarried block is ascertained by the greater roughness of 
the particles to the touch on the “ hard way” side than on either of 
the others. 

The observations of Riiber and Oxaal in Norway on the relation 
of the arrangement of the feldpars in porphyritie granite to the rift 
fall in with the facts as to the arrangement of the mica (see p. 16), 
and so also does the statement of the Cornish granite quarryman > 
as to the granite quarried at Coleerrow, in Cornwall, having its large 
feldspars (2 by 0.5 inch) with their long axes parallel to the rift 
and the short ones to the “hard way." Тһе porphyritic feldspars in 
the granite of Woodbury, Vt., show a parallelism in their arrange- 
ment in the groundmass (p. 146). 

That any alinement of the mica scales in the direction of the sheets 
of fluidal cavities and the rift cracks 1s not necessarily identical with 
their arrangement or that of the feldspar by flow structure is shown 
by the following observations in New England granite quarries: Af 
Mount Waldo, Frankfort, Maine, flow structure strikes М. 909 W., 
rift is horizontal, and grain vertical with N. 85? W. course. At the 
Tayntor quarry, Hallowell, Maine, flow strikes №. 35° W., rift is 
horizontal, and grain is vertical with N. 70° W. course. At North 
Jay, Maine, flow is horizontal in undulations 90 feet wide and rift is 
horizontal without grain. At Dodlin Hill, Norridgewock, Maine, 
rift is horizontal, flow and grain are both vertical with N. 60* E. 


49 See U. S. Geol. Survey Bull. 484, p. 46, 1911. 
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course. The norite at the Hall quarry, near Baileyville, Maine, has 
horizontal sheet, flow, and rift structure. 

At Milford, N. Н. (p. 343), flow varies greatly (N., N. 15°, 20°, 50°, 
70° E., and N. 75°-80° W.), rift is horizontal or nearly so, and grain 
is about vertical with N. 60°-90° W. and 80° Е, course. At the Klon- 
dike quarry, in Charlestown near Bradford station, В. I., flow is N. 
10°-20° W., dipping west, intersecting а feeble horizontal rift. At 
Milford, Mass., there is a wide range in both strike and dip of flow, 
but rift is everywhere reported as horizontal and grain as vertieal 
with N. 409-90? E. course. In places flow and rift are parallel 
(p. 344). 

Fluidal cavities in: granite gneiss:—Yhe, following observations 
were made іп studying the New England granites: Ап augite 
diorite gneiss with a vertical foliation overlying an intrusive quartz 
monzonite at Milford, N. H. (see РІ, VIII, А), has sheets of fluidal 
cavities intersecting each other at right angles. An inclusion of 
granite gneiss in the quartz monzonite of Blue Mountain, in South 
Ryegate. Vt., has parallel sheets of fluidal cavities passing from one 
quartz grain to another at right angles to the foliation of the gneiss. 
A finely banded gneiss at Old Lyme, Conn., cut by dikes of coarse 
pegmatite, has its quartz laminae crossed by sheets of cavities, with 
rift cracks parallel to them and to the gneissic foliation, crossed at 
right angles by a sparser and finer set of cracks. Sheets of fluidal 
'avities and rift cracks parallel to or coinciding with them were 
observed in the mica diorite gneiss of Greenwich and Torrington, 
Conn., also in the granite gneiss of Norwalk, Ansonia, Roxbury, 
Benvenue. Stony Creek, Hoadly Point, Leete Island, Sachem Head, 
Waterford, and Bolton, Conn. Rift in these Connecticut gneisses 
was always found parallel to the foliation, but in the gneiss of Selden 
Neck, in Lyme, which has biotite lenses with their longer axes trans- 
verse to the gneissic foliation, the rift is parallel to the long axes 
of the lenses and. at right angles to the foliation; also in the banded 
gneiss of the McIntosh quarry, near Groton, Mass., the rift is trans- 
verse to the foliation, both rift and grain fractures being smoother 
than those along the banding. 

A banded biotite granite gneiss obtained by the writer in 1913 
from a conspicuous hill in the southeast corner of Peru, in Benning- 
ton County, Vt., consists of bands of feldspar grains alternating with 
bands of strained quartz grains whose longer axes are about at right 
angles to the bands. The feldspar bands carry biotite scales with 
their longer axes parallel to the bands. Sheets of fiuidal cavities 
and rift cracks cross the quartz bands at right angles unaffected by 
the straining, but stop at the feldspar bands. 

The question arises whether the sheets of fluidal cavities crossing 
the gneissic foliation were formed before or during the alteration 
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of the granite to gneiss. If the quartz individuals of the granite 
were greatly elongated the transverse sheets of cavities could not 
well have retained their original parallelism, and in such gneisses 
the arrangement of the cavities may be ascribed to the period of 
metamorphism, 

Fluidal cavities in small dikes or veins.—In а veinlet of quartz 
and feldspar at the Calder & Carnie quarry at Westerly, R. I., the 
quartz particles are crowded with cavities in sheets parallel to the 
side of the vein and also in line with streaks of kaolinization in the 
feldspars. A smoky quartz vein averaging 0.35 inch thick, of pegma- 
titic origin, in the A. Milne quarry at Barre, Vt., shows many roughly 
parallel diagonal fractures. In thin section it has a largely feld- 
spathic border, 0.2 inch thick, which is partly micacized, and inside 
of it the quartz is in places granulated. Discontinuous sheets of 
cavities with vacuoles extend both in the direction of the vein and 
at right angles to it, and some cracks with granular quartz zigzag 
along these directions. In places the cavities are abundant but with- 
out apparent arrangement. А section of a little pegmatite dike cut- 
ting the schist that overlies the granite at the Bailey quarry in 
Barre, Vt., shows sheets of cavities and rift cracks transverse to the 
dike and the foliation of the schist. Small pegmatite dikes proceed- 
ing from the granite surface into the overlying mica slate at the 
Anderson quarry in the same township also show two transverse sets 
of sheets of cavities, one parallel to the dike and another across it. 

Are some fluidal cavities secondary?—Van Hise 5° points out that 
in a certain quartzite of the Black Hills rows of minute gos-filled 
or liquid-filled inclusions running in parallel lines across the entire 
section, transverse to the longer axes of the quartz grains, with rows 
of black ferrite and secondary quartz similarly oriented, are of sec- 
ondary origin. He regards them as probably due to the fracture of 
the grains by mechanical action and the introduction of liquid along 
the cracks, with the later deposition of secondary quartz, which has 
retained the liquid as inclusions. 

Some vitreous Cambrian quartzite collected by the writer near Fort 
Ann, Washington County, N. Y., in 1899, shows in thin section en- 
largement of the original quartz grains by secondary interstitial 
quartz and also sheets of liquid inclusions intersecting one another at 
various angles within the quartz grains. As these sheets of cavities 
stop abruptly at the edge of the original quartz grains, and the courses 
of the sheets in different grains are not parallel but quite discordant 
with one another, it is evident that these liquid inclusions antedate the 


50 Van Hise, C. R., Pre-Cambrian of the Black Hills: Geol. Soc. America Bull, vol. 1, 
рр. 216—218, fig. 4, 1890; A treatise on metamorphism: U. S. Geol. Survey Mon. 47, p. 
620, 1904. 
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metamorphism which produced the quartzite. А thin section of a 
calcareous sandstone from the same vicinity shows similar sheets of 
cavities in its quartz grains, but their directions are such that they can 
have had no relation whatever to the bedding planes of the sand- 
stone or to any secondary fractures in it, but their origin must date 
back to the granite or gneiss from which they came. 

The inference to be drawn from the quartzites of the Black Hills 
and Fort Ann is that lines or sheets of fluidal cavities within the 
quartz grains of a quartzite may be secondary or primary—that is, 
they may have originated in the process of the formation of the 
quartzite or they may have been associated with that of the parent 
granite or gneiss itself. The thin sections themselves will indicate 
in most cases the mode of origin. 

С. W. Cross 2 in 1881 described а gneissoid plagioclase-pyroxene 
rock from Roquedas, near Vannes, in Brittany, which bears on the 
origin of fluidal cavities. A summary follows: 


The outcrop is between tide levels, and its feldspars are therefore much 
weathered, the orthoclase passing into muscovite and the plagioclase into 
wollastonite. The weathered feldspar shows rows of fluidal cavities with 
vacuoles, and some of the cavities have negative crystal boundaries. These 
rows of cavities, however, form the continuation of acicular crystals of woll- 
astonite, which occur at the beginning of the zone of weathering and radiate into 
the fresh feldspar. Delicate lines corresponding to the sides of the crystal 
and extending beyond them into the feldspar connect the rows of cavities. 
These rows disappear in the more altered parts of the feldspar. The fluidal 
cavities are regarded as clearly secondary and as precursors of the wollastonite, 
Where the feldspars are much altered similar rows of fluidal cavities begin to 
extend into the pyroxene from the wollastonite crystals. The same rock has 
Streaks crossing differently oriented quartz particles. One such streak crosses 
14 particles of quartz, 5 of plagioclase, 5 of titanite, and 4 of pyroxene—that is, 
28 different crystal individuals. In a titanite the streak is represented only by 
а crack, but as it reaches the quartz or the plagioclase it contains fluidal cavities. 


These rows of fluidal cavities associated with the marine weather- 
ing of a gneiss and the alteration of its plagioclase into wollastonite 
are of very different origin from the fluidal cavities common in quartz 
crystals. They also differ from the sheets of cavities in the fresh 
parts of granite, which do not extend into the feldspars. Only one 
of the many sections of New England granites examined by the 
writer showed cavities bounded by crystal faces. That one was a sec- 
tion of the hornblende-augite granite of Mount Ascutney, in Ver- 
mont (p. 169.) 


5 See also Merrill, 6. P., Fluidal cavities in Qhartz grains of sandstones: Science, 
vol. 1, p. 221, 1883. Не calls attention to the same sandstone or quartzite near Fort 
Ann, and to the rapid movement of the vacuoles within the fluidal cavities. 

53 Cross, C. W., Studien über bretonische Gesteine: Min. pet. Mitt, М. F., vol. 3, 
Dp. 973—310, pl. 7, figs. 1, 2, 1881. 1 
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E. S. Bastin, in studying the pegmatites of Maine, found that 
some of the sheets of fluidal cavities in the quartz of pegmatite pass 
without deflection from an area of unstrained quartz into a strained 
and a recrystallized zone of it, as clearly shown. in his photomicro- 
graph, The writer finds in his granite sections one from the Marr 
& Gordon quarry in Barre, Vt., in which sheets of fluidal cavities 
cross strained quartz without deflection, as they do also in the 
granite gneiss from Peru, Vt., described on page 91. But such ex- 
amples do not prove that the cavities were formed or arranged after 
the straining, for changes in the orientation of the quartz molecules 
and even their recrystallization in place would not. necessarily alter 
the courses of the sheets of cavities, nor is the passage of sheets of 
cavities without deflection from one. crystal of quartz to another 
evidence that the cavities were formed ог arranged after the crystal- 
lization of the quartz. Тһе arrangement of the cavities and the 
crystallization of the quartz, the first governed. Бу erustal strains 
and the second by crystalline cohesion, may have been synchronous 
processes. 

No such rows of fluidal cavities as Rosenbusch 5* describes as con- 
nected by fine cylindrical canals and as occurring especially in 
granites containing quartz with crush borders have been detected in 
the New England granites studied by the writer. Rosenbusch re- 
gards these ав possibly of secondary origin or else caused by crustal 
compression. 


SUMMARY ON RIFT AND GRAIN. 


1. Rift and grain structure consists of minute cracks from 0.09 
to 1.9 millimeters apart crossing the quartz particles and extending 
into the feldspars. These cracks produce a rough fissility in two 
rectangular directions, that of the rift being more pronounced. 

2. One of these sets of fractures is always horizontal, or nearly so, 
and the other is vertical, or nearly so. 

3. Both sets are independent of flow structure. 

4. Doth sets are independent of sheet structure, intersecting granite 
domes, except where one of them chances to coincide with the sheets 
in part of their course. 

5. Rift is usually parallel to the mica plates and in many por- 
рһугійе granites to the longer axes of the phenocrysts (isolated 
large feldspars). 

6. Rift and grain are not pronounced in all granites. Either or 
both may be very feeble or both may be absent. 


5 Origin of the pegmatites of Maine: Jour. Geology, vol 18, p. 308, 1910; Geology 
of the pegmatites and associated rocks of Maine, including feldspar, quartz, mica, and 
gem deposits: U. S. Geol. Survey Bull. 445, рр. 19-21, pl. 6, fig. 4, 1911. 

м Mikroskopisehe Physiographie, 4th ed., vol. 2, рр. 41, 42, 1907. 
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7. Rift and grain fractures are about parallel to or coincide with 
sheets of fluidal cavities in the quartz particles. In some places the 
fracture extends from the end of the sheet into the quartz only; in 
others it continues into the feldspars. -These cavities measure from 
less than 0.0028 to 0.03 millimeter in diameter. The sheets cross one 
another at right angles, but those in the grain direction are less 
abundant. 

8. These sheets of fluidal cavities with vacuoles pass without inter- 
ruption or deflection from one crystal particle of quartz to the adja- 
cent one or from an area of unstrained quartz into an area of strained 
and recrystallized. quartz. 

9. Some sheets of cavities are diagonal to rift and grain directions, 
and some cavities appear to be without arrangement. 

10. The sheets of cavities in granitic quartz stop abruptly at its 
contact with the quartz of any inclusion or rock intruded by the 
granite. Thus at an inclusion of schist on Blue Mountain, in Rye- 
gate, Vt., also at the schist mass in the Marr & Gordon quarry, in 
Barre, Vt., where, although the two rocks are firmly welded together 
and the quartz of the schist has sheets of cavities, those of the quartz 
of the granite stop at the quartz of the schist. 

11. Rift and sheets of fluidal cavities occur also in granite gneiss, 
usually parallel to its foliation but in places at right angles to it. 

12. Small quartz veins, presumably of pegmatitic origin, and small 
granitic and pegmatitic dikes cutting granite or schist also have 
sheets of cavities and rift cracks. Some of these are parallel to the 
sides of the dike, and some dikes have a second set at right angles to 
the first. 

3. Secondary minerals (sericite, riebeckite, limonite) form within 
the rift or grain cracks. 

14. Rift and grain are affected by temperature. Granite splits 
more readily along the rift in winter. 

15. Rift appears to be slightly deflected by gravity. А detached 
block of granite splits аё опе angle from the top but at another from 
the side, 

16. Rift is also affected by present compressive crustal strain, an 
‘undetached block having a horizontal rift when split from one point 
of the compass but acquiring a slightly inclined rift when split from 
a point of the compass removed 909 or 180? from the first point. 
(Data obtained from experienced granite workmen at Concord, 
N. H., and Quiney, Mass.) ү 

The facts adduced support the following interpretation of the order 
of events in the formation of rift and grain structure: 

(a) During the consolidation of granite, when the quartz, the last 
constituent to consolidate, was crystallizing, the fluidal cavities were 
formed and, in obedience to crustal strain, were largely alined, some 
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in approximately horizontal sheets and others in vertical sheets. 
Under the same strain the mica plates in most granites and the large 
feldspars in many porphyritic granites became alined with their 
long axes in the rift direction. 

(5) After complete consolidation, as crustal strain m— rift 
and grain cracks ensued, following more or less ШИНЫ the 
planes of diminished cohesion afforded by the sheets of cavities; and 
these fractures were extended from the quartz into the feldspars. 

(с) Under later metamorphism and deep-seated’ weathering sec- 
ondary minerals were deposited in the rift and grain cracks, and 
kaolinization took place along the feldspar fissures. 

(4) Wherever a granite with fluidal cavities passed under meta- 
morphism into a gneiss and the quartz was simply recrystallized in 
place, the sheets of cavities persisted, but where under more intense 
metamorphism the minerals were rearranged as well as recrystallized 
the fluidal cavities in the quartz under the new compression became 
realined, some of the sheets of cavities and the later ensuing cracks 
being parallel to the gneiss foliation and others runming across it. 

Rift and grain structure has been the chief economic factor in 
granite quarrying from the time of the ancient Egyptian quarrymen 
to the present. Although the rift cracks do not greatly weaken the 
stone they diminish its compressive strength. The average difference 
(loss) of compressive strength shown by two tests made by the 
United States Ordnance Department on granite from Mount Waldo, 
Maine, and Concord, N. H., one with the pressure applied at right 
angles to the rift and the other in the same direction as the rift, was 
11.8 per cent. 

SHEET STRUCTURE. 


The division of granite into “sheets” or “beds” by jointliko 
fractures which are variously curved or nearly horizontal, being 
generally parallel with the granite surface, attracted the attention 
of geologists long ago. In 1797 De Dolomieu and shortly before 
that De Saussure 59 described granite sheet structure. 

In 1803 Pótsch*?* published a paper оп the subject. In 1841 
Edward Hitchcock 58 described what he termed the “ pseudostrati- 
fication of granite,” near Worcester and Fitchburg, Mass., as a con. 
centric, onionlike structure generally conforming to the rock sur- 
face. 


55 The orientation by crustal compression of mica scales, feldspar crystals, and fluidal 
cavities in granite during its consolidation is somewhat analogous to the process in 
one of the early experiments made to illustrate slaty cleavage, where unarranged metal- 
lic scales in a mass of plastic clay became oriented with reference to the pressure 
brought to bear upon the mass. 

56 Jour. des mines, vol. 7, No. 43, p. 426, 1797. 

5 Bemerkungen und Beobachtungen über das Vorkommen des Granits in geschichtete 
Lagen, p. 140, 1803. 

58 Final report on the geology of Massachusetts, p. 683, 1841. 
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Іп 1860 C. Е. Naumann 5? dealt with the subject. 

Іп 1863 Е. von Adrian 59 described the structure in Bohemia and 
regarded it as the result of cooling. 

In 1879 Reyer*' described it as found in another part of Bo- 
hemia; and in 1894 Zirkel*? also treated the subject. 

Although this is the most striking feature in every granite 
quarry and next to the rift and grain is of the greatest impor- 
tance to the granite industry, there 15 much diversity of opinion 
as to its cause, Whitney 5% writes: 

The eurves are arranged strictly with reference to the surface of the masses 
of rock, showing clearly that they must have been produced by the contraction 
of the material while cooling or solidifying and also giving very strongly the 
impression that in many places we see something of the original shape of the 
surface as it was when the granitic mass assumed its present position. 


Shaler, а few years later,“ attributed the sheet structure to expan- 
sion due to solar heat. 

С. H. Hiteheock*9 notices in New Hampshire granite “numerous 
joints, the planes of which correspond very nearly with the slope of 
the hill," but does not undertake to explain them. 

Vogt“ states that the sheets in granites of southeastern Norway 
measure from 6 inches to 6 feet in thickness and dip from 8? to 88" 
on the sides of the mountains, toward the valleys, but that they are 
horizontal on top and approximately parallel to the surface. Не 
shows that they are of preglacial origin, attributes them to the same 
cause that is postulated by Whitney for those in California, and 
regards them as parallel to the original surface of the granite masses. 

Harris™ referring to the English granite quarries, writes: “Іп 
‘every quarry we visited we found that the direction of the * beds" 
approximately corresponded with the outline of the hill on which it 
was situated." Не offers no explanation of the phenomenon, how- 
ever, 

J. J. Crawford ® describes the sheet structure at granite quarries in 
Madera and Tulare counties, Calif., as consisting of “ concentric 


59 Lehrbuch der Geognosie, 2d ed., vol. 2, p. 191, Leipzig, 1860. 

60 К.-к, geol, Reichsanstalt Jahrb., vol. 12, рр. 155—182, 1863. 

в: Idem, vol. 29, p. 405, 1879. 

в Lehrbuch der Petrographie, 2d ed., vol. 2, p. 52, 1894. 

ө: Whitney, J. D., Geology of California, vol. 1, Geology, p. 372; also pp. 227, 417. 
figs. 49—54, 1865. 
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layers conforming in a general way to the contour of the hills,” but 
suggests no cause for them. 

Herrmann“? who made a special economic study of the granites of 
Saxony, writes: 

Upon closer inspection it appears that the granite sheets are elongated 
lenses overlying one another. of which the upper one, as a rule, has its bulging 
part lying in the depression formed by the two underlying lenses where they 
come together. 

Branner”? describes the exfoliation of the granitoid gneisses in 
Brazil, which he attributes only in part to changes of temperature. 
He calls attention to the fact that the linear expansion of a mass of 
gneiss 300 feet long at a depth of 15 feet from the surface under : 

surface temperature of 103? F. would amount to only 0.072 inch; 
and he quotes the results of Forbes, Quetelet, and others to show 
that the annual change of temperature can penetrate rock only to a 
depth of 40 feet in temperate regions and still less in the Tropics. 

Merrill ** describes Stone Mountain, in Georgia, as a boss of granite 
9 miles long by 1j miles wide and 650 feet high, which owes its form 
wholly to exfoliation parallel to preexisting lines of weakness. Тһе 
mass appears to be made up of imbricated sheets of granite which 
he regards as the result of torsional strains. The bosslike form is 
incidental and consequent. Intermittent expansion and contraction 
from changes of temperature have so affected the sheets that bound 
the mass at the sides that they have found relief in expansion in 
an upward direction. These ruptured sheets are rarely more than 
10 inches thick, but are 10 or 20 feet in diameter.*? 

Herrmann "3 sums up his conclusions on the subject substantially as 
follows: The so-called sheets are thin near the rock surface, generally 
only a few centimeters thick, but become gradually thicker with 
increasing depth. This downward increase in the thickness of the 
sheets is generally more rapid where the texture of the stone is coarser. 
The course of the sheets is not, as Vogt claims, parallel to the original 
surface of the consolidating rock. It is not governed by internal 
strains. The attitude of the sheets corresponds to the form of the 
present rock surface. The sheet structure is to be looked upon as 
the effect of the beginning and progress of weathering from the sur- 


6 Herrmann, O., Technische Verwerthung der Lausitzer Granite: Zeitschr. prakt. Geolo- 
gie, 1895, р. 485. 

70 Branner, J. C.. Decomposition of rocks in Brazil: Geol. Бос. America Bull, vol. 7, 
pp. 269—277, 285-292, 1896. 

ті Merrill, G. P., Rocks, rock weathering, and soils, 2d ed., p. 231, 1906. 

72 For description and representations of Stone Mountain see Merrill, С. P., op. cit., 
pl 1; Purington, C. W., Geological and topographical features of the region about 
Atlanta, Ga.: Am. Geologist, vol. 14, рр. 105—108, pl. 4, 1894; also Watson, T. L., Georgia 
Geol. Survey Bull. 9-А, p. 118, pls. 1-8, 1902. See also description of another granite 
dome—Stone Mountain, in North Carolina—by Watson and Laney, in North Carolina 
Geol. Survey Bull. No. 2, pl. 25, 1906. 

73 Herrmann, O., Steinbruchindustrie und Steinbruchgeologie, pp. 109—111, 
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face inward. These weathering cracks are determined by the form 
of the rock surface instead of that being determined by them. 

Turner ™ calls attention to the sheet structure and exfoliation of 
Fairview dome, in the Yosemite. 

Gilbert 7% shows that sheet structure occurs in synclinal as well as 
in anticlinal attitude—in other words, is parallel to hollows as well 
as to hills—which he considers unfavorable to the theory that it is an 
\original structure. He suggests that sheet structure may possibly 
be due to expansive stress consequent upon relief from compressive 
stress brought about by the removal of the mass into which the 
granite was intruded. Subordinately he notes that in the Sierra, 
at least, the dome structure and the parallel joint structure do not 
occur in the same place and that the former has resisted general 
erosion more successfully than the latter. 

G. F. Becker, in a conversation with the writer, stated that he 
had found the granites and gneisses at the bottom of the Colorado 
Canyon both vertically and horizontally jointed. If these are true 
granites and are still in contact with the rocks into which they 
were intruded and show genuine sheet structure the phenomenon 
would conclusively prove that such structure may occur independ- 
ently of solar heat and load. 

S. F. Emmons similarly stated that in the Mosquito (Park) Range, 
in Colorado, the pre-Cambrian granite and schist are cut by hori- 
zontal joints to a depth of 50 feet below their contact with the over- 
lying Cambrian, and that the joints diminish in number downward. 
The original load upon the granite here consisted of at least 10,000 
feet of Paleozoic rocks and between 5,000 and 6,000 feet of Cretaceous 
rocks. As the granite, however, was not intruded into Cambrian 
sediments it must have been exposed to atmospheric erosion before 
they were deposited. These horizontal joints may therefore have 
been related to solar temperature. 

G. K. Gilbert studied the granite domes of Georgia and attributed 
their sheet structure to compressive strains. He found that the 
granite in these domes”? is not naturally divided into plates, but 
that the outer parts of the granite—the parts nearest the surface— 
are in a condition of compressive strain, which results in slow 
exfoliation and which enables quarrymen, by means of carefully 
regulated blasts, to develop joints that run approximately parallel 
to the surface, so that the granite 15 detached in sheets. Ав these 


™ Turner, H. W., The Pleistocene geology of tbe south-central Sierra Nevada, with 
especial reference to the origin of the Yosemite Valley: California Acad. Sci. Proc., 3d 
ser. Geology, vol. 1, No. 9, Formation of domes, рр. 312—314, pl. 37, 1900. 

75 Gilbert, 6. K., Domes and dome strueture of the bigh Sierras: Geol. бос. America 
Bull. vol. 15, рр. 29-86, pl. 8, 1904. 

76 Letters to writer dated May 4 and June 11, 1906. 
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_ sheets are divided into blocks in the process of quarrying, the blocks: 
expand horizontally as they are released from the general mass. In 
these granitic domes parting planes also develop naturally within 
a few inches of the surface, and the expansive force is there so 
great as to induce conspicuous buckling in the thin sheets thus 
formed. This buckling is illustrated in Plate ХУ, A, from а photo- 
graph taken by Gilbert. The jar of blasting precipitates this sheet- 
ing action, so that several of the domes at which quarrying is in 
progress show long lines of freshly formed disrupted arches. Gil- 
bert found that the horizontal elongation, or rather the elongation 
approximately coincident with the contour of the dome surface, 
amounted, by one measurement, to 0.75 inch in a length of 40 feet. 

The effects of compressive strain on granite were observed by the 
writer in 1907 at a quarry at the west foot of Black Mountain, a 
domelike mass in West Dummerston, near Brattleboro, Vt., and are 
illustrated in Piate Vi, A. New thin sheets have thus been formed 
and one of the sheet fractures opened 34 inches. 

The owner of a large granite quarry in Westford, Mass. (p. 310) 
finds that the sheets are under a compressive strain which relieves 
itself by an expansion amounting to an inch in 100 feet, or 0.0083. 

The artificial production of sheets in granite, as practiced at 
Bangalore, in southern India, shows similar phenomena. It is 
described by H. Warth” in substance as follows: At the surface 
there is a horizontal sheet of rather weathered rock 4 feet thick; 
below this lies a sheet of fresh rock 3 feet ‘thick, but below this 
lies fresh rock without split. These sheets “are probably due to 
the variations of temperature, daily and seasonal.” By means of 
wood fires plates 60 by 40 feet by 6 inches in thickness are detached 
in one piece. А line of fire 7 feet long is gradually elongated and 
moved over the granite. The effect of the fire is tested. by hammer- 
ing the granite in front of it, and then the fire is moved forward. 
The maximum length of the arc of fire is 25 feet. The burning 
lasts eight hours; the line of fire is advanced 6 feet an hour. The 
area passed over by the line of fire is 460 square feet. The amount 
of wood used is 15 hundredweight. The average thickness of stone 
is 5 inches, and its specific gravity is 2.62, These data show that 
1 pound of wood suffices to quarry 30 pounds of stone. Some plates 
are taken out in inclined position. The action of fire is independent 
of the original surface of rock, also of the direction of lamination 
(the granite is gneissose) and of veins. The uniformity in the thick- 
ness of the sheets is attributed to the regulating influence of pre- 
existing cracks. 


“The quarrying of granite in India: Nature, vol. 51, р. 272, 1895. 
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Van Hise'* is inclined to attribute sheet structure to solar tem- 
perature. 

Охаа1"" connects sheet and rift structure. “In the coo ' ing of the 
granite mass a strain or tension is caused which is relieved naturally 
in the formation of cracks in the line of least resistance, namely, 
parallel with the rift.” 

Before these theories are discussed sheet structures as exposed at a 
few of the larger quarries in Maine will be described. 

Dome form and sheet structure are most finely exhibited at Crotch 
Island, near Stonington, and at Mosquito Mountain, near Frank- 
fort. Plate X, В, shows the structure іп the southern half of Crotch 
Island, at Thurlow Head. The dome is oblate, measuring about 
1,500 feet from north to south and 140 feet in height. 

Plate XI, A, from a photograph of the Ryan-Parker quarry, at the 
southern edge of the dome, shows that the sheets rapidly increase in 
thickness downward—from 1 to 95 feet in a depth of 75 feet—and 
that they dip 902-959 S. At the next quarry north, the Goss quarry 
(see p. 226), the excavation has exposed the center of the dome mass. 
Here the sheets dip both north and south, measure from 1 to 30 feet 
in thiekness, and extend to а depth of fully 140 feet from the surface. 
At both of these quarries the rift is vertical and thus intersects the 
dome sheet structure. 

Mosquito Mountain, 2 miles south of Frankfort, in Waldo County, 
1$ an oval granite dome 545 feet high, with a north-south axis about 
1 mile long and measuring about half a mile across. It has a steep 
east face, the sheet structure of which is shown in Plate ХІ, 8. On 
the top of this mountain, where the quarry is situated, the sheets dip 
gently north, west, and east, tapering out on the sides, and are 6 to 
15 feet thick. The dome sheet structure is intersected by horizontal 
rift and vertical grain. 

At the Mount Waldo quarry, 14 miles north-northwest of the top of 
Mosquito Mountain, the sheets dip 10° and are 8 inches to 8 feet thick, 
and the excavation averages about 20 feet in depth, about 300 feet 
from north to south, and 400 feet from east to west. The granite here 
is evidently under compressive strain, for the progress of quarrying 
resulted in a vertical fissure, running north-northwest by south-south- 
east for the entire width of the quarry and across the rift, which is 
horizontal. The formation of the fissure was accompanied by a dull 
explosive noise. At several other quarries in the State foremen 
report a partial closing of vertical drill holes by expansion or com- 
pressive strain of the rock. (See pp. 236, 251.) 


78 Van Hise, С, R., A treatise on metamorphism: U. S. Geol. Survey Мов, 47, pp. 
434—439, 1904. 
79 Охаа1, John, Norsk Granit: Norges geol. Undersikelse No. 76, p. 211, 1916. 
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At the White quarry, in Bluehill, the gzanite breaks with explosive 
sound when split in large sheets along a vertical rift that extends 
N. 50? W. The gradual increase in the thickness of sheets downward 
is well shown at the Stinchfield quarry, near Hallowell (Pl. XII, 
В). Their evenness and curvature are shown at the Sands quarry, 
at Vinalhaven (РІ. ХІУ, A). Аб the Hurricane Island quarry 
ІРІ. XII, А) the excavation is 105 feet deep. The upper sheets 
measure from 3 to 20 feet in thickness, but the lowest sheet is fully 60 
feet thick. A good cross-section of granite sheets is seen at the Crab- 
tree & Havey quarry, in Sullivan, shown in Plate XIII, 8, which 
brings out their lenticular form and arrangement. The tapering end 
of one lens lies between the thickest parts of two others. This ac- 
counts for the apparent irregularity in the thickness of the sheets 
in some longitudinal sections, notwithstanding their progressive 
thickening downward. (Compare РІ. XIII, A, taken at the same 
quarry, with Pl. XIII, B.) 

Sheet structure as exposed in the other New England quarries is 
described on pages 297 and 320 and is illustrated in Plates XXV, A, 
and XXVII, А; its relation to overlying rocks is shown in Plates 
VLLL, А, XVIL A, and XXXIV, A, and figures 14, 15,17, 18, 98. 

The observations as to sheet structure made at over 100 of these 
quarries are here summarized: 

1. There is a general parallelism between the sheets and the rock | 
surface, resulting in a wavelike joint structure and surface over large 
areas. 

2. The sheets increase in thickness more or less gradually down- 
ward. 

3. The sheets are generally lenses, though in some places their 
form is obscure. Their thick and thin paris alternate vertically with 
one another. The joints that separate these superposed lenses there- 
fore undulate in such a way that only every other set is parallel. 

4. On Crotch Island, Maine, the sheet structure extends to a depth 
of at least 140 feet from the surface, and at Quincy, Mass., to 250 feet. 

5. Sheet structure, with rare exceptions, intersects the rift. 

6. There are indications here and there that the granite is under 
compressive strain, which tends to form vertical fissures or to expand 
the sheets horizontally so as to fill up small artificial openings or to 
extend the sheet partings horizontally. (See pp. 153, 198, 236, 254.) 

The observations made in Europe and in this country, taken in 
connect on with the inferences geologists have drawn from them, 
indicate that sheet or * onion " structure in granite rocks is due to the 
following possible causes: 

1. To expansion caused by solar heat after the exposure of the 
granite by erosion. 
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2. To contraction in the cooling of the granite while it was still 
under its load of beds, the sheets being therefore approximately par- 
allel to the original contact surface of the intrusive. 

3. To tensional strain in the cooling of the granite finding relief in 
the direction of the rift. 

4. To expansive stress or tensile strain brought about by the dimi- 
nution of the compressive stress in consequence of the removal of the 
overlying material. 

5. To concentric weathering due to original texture or mineral com- 
position. This action would be chiefly chemical and would be aided 
by vertical joints and by any superficial cracks due to expansion and 
contraction under changes of temperature. 

6. To compressive strain akin to that which has operated in the 
folding of sedimentary beds. 

Т. To the cause named under 1 at the surface, but to the cause 
named under 6 lower down. 

These propositions will be considered in the order given: 

1. Solar heat may produce a certain amount of exfoliation in thin 
sheets at the surface, as is proved experimentally in the fire method 
of granite quarrying in India (p. 30), but as it penetrates only to a 
depth of 40 feet and as sheet, structure is known to occur on Crotch 
Island, Maine, at a depth of 140 feet and at Quincy, Mass., at a depth 
of 175 feet, it is quite inadequate to account for sheets that are 20 to 
30 feet thick and 100 to 175 feet below the surface. In Quincy at 
a depth of 175 feet the next sheet is over 50 feet thick. 

2. In view of the load under which granite was probably formed 89 
and the gradual rate at which, therefore, it probably cooled, which is 
also indicated by the general coarseness of its texture, it is im- 
probable that the temperature at its contact surface,and the tem- 
perature at depths 100 or 200 feet below could have so greatly differed 
as to bring about such a system of joints by contraction. 

3. As the sheets in very many New England granite quarries and 
notably in the domes of Crotch Island and Mosquito Mountain, 
Maine, cross the rift the explanation that postulates relief from 
tensional strain in the direction of the rift will not answer. Wher- 


30 Зее p, 4. Sorby thought that this load could be estimated by calculating the con- 
traction of the liquid in the cavities of the quartz. Sorby, H. C., On the microscopic 
structure of crystals, indicating the origin of minerals and rocks. Geol. Soc. London 
Quart. Jour., vol. 14, pp. 453 et seq., 1858. Ward, J. C., On the granitic, granitoid, and 
associated metamorphic rocks of the Lake district. Idem, vol. 31, рр. 568-602, 1875. 
Rosenbusch claims that the great variation in the relative dimensions (amount) of the 
liquid and the vacuoles in the cavities of granitic quartz shows conclusively that the 
vacuole was not due to the contraction of the liquid. Mikroskopische Physiographie der 
Mineralien und Gesteine, 4th ed., vol. 2, pp. 41, 42. For further discussion of this ques- 
tion see Chamberlin, R. Т., op. cit, рр. 64-66. For drawings of these cavities and 
vacuoles see Judd, J. W., Volcanoes, figs. 8, 9, 1881; also Bastin, E. S., U. S. Geol. 
Survey Bull. 445, fig. 4, 1911. 
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ever the sheets are parallel to the rift it is a coincidence, not an 
effect. Sheets also occur in granite gneiss (see figs. 14, 15, 17, and 
Pls. VIII, A, XXXIV, A) and in places intersect its rift. The same 
sheets even traverse a granite and the overlying granite gneiss in- 
truded by it. (See Pl. XXXIV, A, and fig. 17.) At the lower Sher- 
wood quarry, on Crotch Island, Maine, sheet structure crosses the 
contact of a coarse and a very fine granite—that is, the direction of 
the flow structure—at 90° (see fig. 51) and a vertical rift at 75°. 
Its origin was therefore subsequent to consolidation and to rift 
and unrelated to flow and rift. 

4. As Gilbert states, in suggesting the theory of fracture by relief 
of tensile strain through the erosion of overlying masses, we have no 
distinct knowledge of it. It is a possible explanation. 

5. Careful inspection of the rock on both sides of the sheet joints 
fails to show any difference in texture or mineral composition. Тһе 
sheet structure traverses both rift and flow structure, and it would be 
possible to procure specimens showing a sheet joint traversing a 
single crystal of feldspar. Whatever chemical action has taken place 
along the sheet joints is of secondary character. Acid waters may 
have gained access to the joint but have not caused it. (‘See matter 
under heading “ Rusty stain (‘sap’),” p. 66.) 

6. The condition of strain described by Merrill and Gilbert as ex- 
isting in the granite domes of Georgia and by Niles and Emerson in 
the gneiss at Monson, Mass., and by the writer at West Dummers- 
ton, Vt. (p. 153 and P1. VI, A), and occuring to a lesser extent in some 
Maine quarries (p. 236), shows that granite and gneiss are in places 
still under compressive strain. Another instance occurs at the quarry 
of the New England Granite Works, at Concord, М. H. (р. 198). The 
foreman at this quarry was in the habit of calling certain sheets 
marked by the absence of rusty stain “strain sheets,” to distinguish 
them from the others. At one place a northwest-southeast compres- 
sive strain had actually extended the strain sheet about 5 feet and 
also caused a vertical fracture that extended over 15 feet diagonally 
from the north-south working face to a point on a vertical east-west 
channel 5 feet back of the face, closing up the channel to half its 
original width. Evidences of compressive strain were also noted at 
Quincy (p. 320) and Rockport, Mass. (p. 294), and at Westerly, 
R. I. (р. 406), and have been observed by the writer in some of the 
quarries at Barre and Woodbury, Vt. (pp. 128, 147). The prac- 
ticability of developing sheet structure by the use of explosives and 
compressed air, as is done in some of the North Carolina granite 


81 Niles, W. H., Some interesting phenomena observed in quarrying: Boston Soc. Nat. 
Hist. Proc. vol. 14, pp. 80-87, 1872, vol. 16, pp. 41—43, 1874. Emerson, В. K., Geology 
of Old Hampshire County, Mass.: U. S. Geol. Survey Mon. 39, pp. 68-65, 1898. 
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quarries, shows that the rock is under a compressive strain there.** 


Recent effects of compressive strain have been noticed in the granite 
quarries of Quenast, in Belgium.*? 

All these observations bring this theory within the domain of 
inductive science. If sheet structure is due to compressive strain, it 
is due to such a strain as would produce a series of undulating frac- 
tures extending entirely across a granite mass several miles in diame- 
ter and to a depth, as far as observed, of 950 feet from the rock 
surface. 

7. In view of the undoubted sheeting effect of expansion under 
solar heat within a short distance of the surface?* and of the fact 
that some of the sheets near the surface measure but a few inches in 
thickness, it is quite possible that very thin surface sheets have 
originated in this way; but in view of what was stated under head- 
ing 6 it seems probable that compressive strain is the main factor in 
producing massive sheets. At the surface both causes may have 
cooperated. The progressive thickness of the sheets downward indi- 
cates that the operation of this strain is evidently also dependent 
upon distance either from the present surface or from a former sur- 
face or contact. 

According to this view sheet structure may be said to exert а con- 
trolling influence upon surface forms, yet it seems quite possible 
that granite domes as conspicuous as Stone Mountain, in Georgia, 
and Fairview Dome, in California, notwithstanding all the exfolia- 
tion that has taken place on them or the erosion they may have suf- 
fered, may still retain some degree of parallelism between their pres- 
ent form and the original contour of the granitie intrusions of which 
they are parts. This may be true also of the granite hills of Mount 
Desert. 

The probability being admitted that the general parallelism be- 
tween the present surface and the sheet structure is the result of 
erosion that followed the sheeting, the question still remains, What 
has determined the form and location of the domes? These may 
possibly be referred to major arches (anticlines) in the folds of the 
stratified rocks that originally overlay the granite. The crustal 
movement that produced these folds may also have brought about the 
intrusion of the material that formed the domes beneath them. 

Although the sheet structure and the rock surface are very gen- 
erally parallel, they are not universally so. 


82 Watson, T. L. and Laney, Е. B., The building and ornamental stones of North 
Carolina: North Carolina Geol. Survey Bull. 2, pp. 157—160, 1906. 

83 Hankar-Urban, А. Note sur des mouvements spontanés des roches d les ear- 
rieres: Бос. belge géol., pal. hydrol. Bull, vol. 19, рр. 527-540, 1906; also two later 
papers in vols. 21, 1907, and 23, 1909. 

8 See reference to Walther’s observation of the exfoliation of granite under solar heat 
in Egypt, on p. 71. 


86 COMMERCIAL GRANITES ОБ NEW ENGLAND. 


Sheet structure in granite so much resembles the structure of 
folded stratified rocks that underground water circulates in prac- 
tically the same way along the fracture planes of one and the bed- 
ding planes of the other. The exudation of water along sheet joints 
on vertical rock faces is seen in many of the Maine quarries (PI. 
XIV, 8), and also in Massachusetts (РІ. XXVII, А) and Rhode 
Island (Pl. XXXIV, А). 


DOUBLE-SHEET STRUCTURE. 


Robeson Mountain, in Woodbury, Vt., is a narrow granite ridge, 
attaining an elevation of about 1,100 feet above Hardwick station 
and some 930 feet above Woodbury (Sabin) Pond. It is from 300 
to 400 feet above the hollows on either side of it. Its axis trends 
from N. 809 E. to S. 70° W., describing a slight curve. Near its 
west-southwest end the Fletcher quarry cuts the ridge in a northeast- 
southwest direction, and in 1907 had reached a depth of 40 feet. 
Тһе sheets exposed here are from 1 to 5 feet thick, horizontal at the 
top of the ridge but curving over on the southeast with a dip of 
15° to 30°, as shown in Plate VI, В, and determining the slope of 
the ridge on that side. These sheets are, however, intersected by 
another set from 5 to 9 feet thick, dipping 5 °_10° S. 70° W. in 
the direction of the axis of the ridge. In the Woodbury Granite 
Co.’s quarries, roughly about 1,750 feet N. 80° E. of the Fletcher 
quarry, the sheets at the top of the ric dge turn, dipping to the north- 
ern horizon. Lower down on the southeast side of the ridge they 
are from 2 to 18 feet thick and dip 20° SSE., with an intersecting set 
which is horizontal and evidently corresponds to the second set of 
the Fletcher quarry. 

At one of the Oak Hill granite quarries, 6 miles west of Lowell, 
in Westford, Mass. (p. 310), the sheets, 6 inches to 8 feet thick, dip 
10° NE. but are intersected by secondary sheets, 10 to 20 feet thick, 
dipping 20° N. 47° E. 

Out of the 425 granite quarries visited by the writer in New Eng- 
land, these are the only ones in which secondary sheet structure was 
observed. 

The only explanation offered for this double-sheet structure is 
the existence at some time of a secondary compressive strain oper- 
ating differently from that which produced the primary sheet struc- 
ture and giving rise to a nearly horizontal set of joints or sheet 
partings. There is now a marked compressive strain in the Fletcher 
quarry, operating from northeast to southwest, parting the sheets 
and giving rise even in the upper part of the quarry to horizontal 
strain fractures. Its existence lends support to such an explanation. 
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Herrmann 85 divides joints. into two groups—joints formed by lat- 
eral compression, whose distances from one another are related to 
the coarseness of the rock texture, and joints due to expansion some 
of which are parted and filled with calcite, quartz, pegmatite, or 
volcanic rock. That many joints are due to compressive or torsional 
strain, and that every such strain resolves itself into two compo- 
nents, resulting in two sets of joints that intersect at an anele of 
about 90°, each forming an angle of about 45° with the direction 
of the strain, are facts now generally recognized. Crosby ** has sug- 
gested that torsional strains may have been supplemented by vibra- 
tory strains in causing joints. Becker% shows that four or even 
more than four systems of joints may be due to a single force. He 
also shows that subsequent strain on a region thus jointed would 
tend to produce motion along the previously formed joints rather 
than a new system of jointing. Tt is conceivable that if a region 
had been jointed and afterward subjected to a tensile strain, some 
of-its joints might be parted, and if they were very deep the open- 
ings might become filled with voleanic matter from below, or. if 
not, with matter from above, infiltrated from overlying rocks. That 
motion has occurred along some of the joints in the quarries is evi- 
dent from the polished and striated surfaces of the joints “ав well 
as from the faulting of the sheets. 

Joints are exceptionally as curved “as the side of a ship.” (See 
еру у 

Possibly related to such curved joints аге what some New England 
quarrymen term “toe nails.” These joints strike with the sheets 
but extend only from one sheet surface to the next and have a curve 
which sharply intersects that of the sheet structure. Such joints 
seem to be due to a strain different from that which produced the 
sheets. They may be due to-an incipient secondary sheet structure. 
They were noted at Quincy, Mass., Westerly, В. I., and Milford, М. H. 

Тһе spacing of the joints varies considerably, ranging from 1 foot 
to 500 feet, but usually from 10 to 50 feet. 

In some localities the jointing is very irregular. Тһе granite is 
broken up into various polygons, which at the surface, where weath- 
ering has made inroads, resemble boulders. Quarries opened in such 
places are called boulder quarries. Another sort of irregularity in 
joints consists 1n their discontinuity or intermittence, their strike and. 
dip for the short spaces in which they occur being uniform. Joint 


*5 Herrmann, O., Steinbruchindustrie und Steinbruchgeologie, p. 108, 1899. 

8 Crosby, W. O., The origin of parallel and intersecting joints: Am. Geologist, vol. 12, 
pp. 368—375, 1893. 

*' Becker, G. F., Simultaneous joints: Washington Acad. Sci. Proc., vol. 7, рр. 267-275, 
pl. 13, 1905. 
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courses at the quarries referred to in this work are given under the 
quarry descriptions in Part IL, and many of them are there shown in 


diagrams. 
HEADINGS. 

In some places joints occur within intervals so short as to break 
up the rock into useless blocks. For a space of 5 to 50 feet the joints 
may be from 6 inches to 8 feet apart. A group of close joints is 
called by quarrymen a “ heading,” possibly because, when practicable, 
such a mass is left as the head or wall of the quarry. (See Pls. XVI, 
A; XVII, B.) Headings afford ample ingress for surface water, and 
consequently the granite within a heading is generally badly stained, 
if not decomposed. This will be referred to more fully under the 
heading “ Decomposition” (p. 70). 

An interesting feature of both headings and joints shown in some 
of the deeper quarries at Quincy, Mass. (p. 320), is their vertical dis- 
continuity. A heading occurring at the surface may disappear below, 
or a heading may abruptly appear a hundred feet below the surface 
and continue downward. 

The hornblende granite of High Rock, in Wrentham, Mass. (Curry 
quarry, p. 314), besides the usual sheet and joint structure, has steep 
headings at irregular intervals in its upper part. These are only 
5 to 10 feet deep and several feet wide, differing from ordinary 
headings in the closeness of their joints, which are only 1 to 2 inches 
apart. ) 
Headings are not easily accounted for. They may be produced by 
vibratory strains recurring at intervals of time. If they are so 
caused, the character of the fractures in some headings indicates 
that the strains are very complex. (See under Concord, N. H., 


p. 196.) 
FAULTS. 
The polished and grooved faces (“slickensides”) observed on 
many of the joints at the quarries show that faulting has occurred 
along them. The discontinuity of the sheets at some of the joints, 
causing, where the joints are slightly inclined, what quarrymen call 
* toeing in,” may probably be attributed to faulting. This supposi- 
tion assumes, of course, that the sheet structure was formed prior to 
the jointing. Faulting occurs also along sheets, displacing vertical 
flow structure, or vertical dikes. (See РІ. XVI, В.) It may occur 
along one of two intersecting dikes, displacing the other, as at the 
Deep Pit on Cape Ann, Mass. (See Pl. XXVII, В.) 


SHEAR ZONES. 


Zones along which numerous microscopic parallel meandering 
fractures have been made and shearing has occurred, giving rise to 
secondary minerals and plicating the lamellae of plagioclase, were 
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observed at опе of the quarries at Fall River, Mass. (See р. 283.) 
This is incipient gneissic foliation. 


“SHAKE ” STRUCTURE. 


In quarries where rift structure and sheet structure happen to 
coincide the granite in proximity to steep joints and near the surface 
acquires a marked foliation parallel'to rift and sheets. This is 
known by quarrymen as shake.” It occurs at the top and bottom of 
sheets through a thickness of 6 inches and is coextensive with the 
rusty stain. Under the microscope it proves to consist of minute 
nearly parallel fissures of no great continuity, traversing the mineral 
grains and conspicuous in the quartz and mica. The spacing of the 
fissures ranges from 0.004 to 0.02 inch. 

The structure is attributed to the action of frost upon the rift, 
surface water having reached sheets and rift through steep joints. 
It is uncertain whether the fine horizontal fissures at right angles to 
the gneiss foliation but parallel to the sheets, and spaced 0.5 to 6 
inches, at the Sachem Head quarry, in Guilford, Conn. (p. 384), are 
also to be so explained or constitute a miniature sheet structure. 


SUBJOINTS, 


Careful inspection shows that the joint structure in granites does 
not everywhere consist of a simple fracture but is at many places 
complex. Minute fractures branch off from the joint at an acute or 
right angle and penetrate the rock a few inches, or the rock for a 
few inches on either side of the joint is traversed by microscopic 
fissures that are roughly parallel to it. АП such structural features 
may properly be called subjoints. 

The following observations were made in the Maine granites and 
quarries : 

A thin section of North Jay granite across a joint face shows two 
diverging subjoints that form an acute angle with each other and 
with the main joint and are filled with limonite and sericite (?). 
Single subjoints are, however, rarely found, five or six fine parallel 
fissures generally occurring together. In one of the quarries at 
Franklin (quarry of W. B. Blaisdell & Co., p. 220), the subjoints 
are parallel to the main joint and steeply inclined, and as both main 
and subjoints are filled with calcium carbonate the granite near the 
joint weathers out vertically in small slablike pieces from half an 
inch to 2 inches thick. As these usually contain one or more sub- 
joints filled with calcite or aragonite they consist of alternating bands 
of calcium carbonate and granite. Under the microscope one of 
these subjoints, measuring 0.74 millimeters across, is seen to be filled 
with long slivers of quartz and feldspar and scales of biotite, form- 
ing a breccia. Another, 0.07 millimeter wide, is filled with secondary 
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quartz. At the Т. М. Blaisdell qarry in East Franklin, Hancock 
County (p. 219), a northeast-southwest vertical joint has on one side 
numerous subjoints that meander off at right angles to it and traverse 
a cubical mass whose sides measure 10 to 15 feet. At the Shattuck 
Mountain quarry, in Calais (p. 266), a joint striking N. 25° E. has 
subjoints striking N. 40? E., N. 60° E., and N. 50° W. 

Woodworth ** has studied analogous and related structures in va- 
rious rocks and described them as *joint fringe" and “ feather 
fractures." 

The term subjoint is here extended to include also series of minor 
parallel joints traversing quartz veins. 

Such jointed veins occur in several quarries at Quincy, Mass., on 
the North Commons. They are made conspicuous by a zone of light 
discoloration in the granite on either side of the vein. At the 
Field & Wild quarry (see p. 326) these veins recur at intervals of 
2 to 25 feet, with a north and northwest strike. They are crossed 
every inch or two by subjoints about 1 foot long, which strike about 
N. 159 W. and dip east like the chief joints of that quarry. At 
the Galvin quarry (see p. 895) similar quartz veins, striking N. 95? 
W., are crossed by vertical subjoints an inch apart and a toot long, 
with a northerly strike like that of the major joints. Workmen 
report that the granite near such veins is harder than elsewhere. 

These subjoints may be accounted for by the greater rigidity and 
vitreousness of the veins and the adjacent granite, thus causing them 
to fracture more readily than the surrounding rock under the joint- 
forming movements. Although parallel to the major joints, such. 
subjoints may have been formed at a different time. 


CONTEMPORARY FRACTURES. 


The geologie structural features termed contemporary fractures, 
formed by processes that are still going on, have been described 
under the subject of sheet structure on pages 29-30 and are illus- 
trated in Pls. VI, 4, and XV, А. Тһе effect of compressive strain 
has also been noted at the Tayntor quarry, Hallowell, Maine (p. 236), 
the Hooper & Havey quarry, North Sullivan, Maine (p. 931), also 
at these quarries in Vermont: Woodbury quarry, Bethel, strain 
east to west; Boutwell quarry, Barre, strain north to south; Bruce 
quarry, Barre, strain north to south; Wells-Lamson quarry, Barre, 
strain north to south; Canton quarry, Barre, strain east to west; 
Fletcher quarry, Woodbury, strain northeast to southwest; Benzie 
quarry, Groton, strain general; Tupper quarry, Blue Mountain, 
Ryegate, strain east to west; Lyons quarry, Black Mountain, Dum- 
merston, strain N. 109 E. to S. 10? W. 


53 Woodworth, J. B., On the fracture system of joints, with remarks on certain great 
fractures: Boston Soc. Nat. Hist. Proc., vol. 27, pp. 169—173, pls. 1, 2. 1896. 
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The usual effect of such strains is the closing of channels and the 
crushing of “cores” (rock intervals) between vertical drill holes. 


MODIFICATIONS OF GRANITE. 


Under the above heading are grouped all those variations from 
typical granite that are due to injection, segregation, inclusion, steam 
cavities, compression, infiltration, and decomposition. 


DIKES, 


Dikes in granite are fissures filled from below by the injection of 
matter in a heated and more or less plastic to fluid condition. The 
injected material or dike rock may be acidic or basic—that is, it may 
be very siliceous, like granite, or it may contain more of the basic 
elements, like basalt. 


ACIDIC DIKES, 


Тһе acidic dikes in the quarries are of three kinds—fine or medium 
grained granite; extremely fine grained aplite, and very coarse 
grained pegmatite. The courses of these dikes at each quarry are 
given in the diagrams or descriptions in Part II. In thickness they 
range from a fraction of an inch to over 20 feet but usually from 2 
inches to 2 feet. 

Granite .—The following observations were made in the \Maine 
quarries: At the Settlement quarry, near Stonington (see p. 229), the 
coarse granite is traversed by a dike, 4 to 12 inches thick, of light 
pinkish-gray granite, in which the feldspars attain a size of 0.1 
inch (2.5 millimeters). This rock consists of a pinkish potash feld- 
spar (microcline), a white soda-lime feldspar (oligoclase-andesine), 
smoky quartz, and black mica (biotite). At the Mosquito Moun- 
tain quarry (p. 258), near Frankfort, there is a 10-foot dike of 
medium-grained gray granite (quartz monzonite), with feldspars 
up to 0.8 inch. The potash feldspar (microcline) is about equal in 
amount to the soda-lime feldspar (oligoclase), the quartz is smoky, 
and the mica is black. At the Mount Waldo quarry (p. 259) there 
is a dike 200 feet wide of fine biotite granite, with coarse biotite 
granite on both sides of it. The feldspars of this dike measure up 
to 0.15 inch, but range ordinarily from 0.36 to 1.45 millimeters. The 
fine-grained biotite-muscovite granites quarried at the Sherwood 
quarry, on Crotch Island (specimen 95, a, described on p. 997), at 
East Bluehill (specimen 39, a, p. 216), and at a small opening on 
Dodlin Hill, near Norridgewock (specimen 117, a, p. 957), all seem 
to belong to similar dikes that are not many feet thick. At an old 
quarry near Bluehill there is an 18-inch dike of fine-grained musco- 
vite-biotite granite, in which the feldspars are much intergrown with 
quartz. 
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At Milford, Mass., the medium-coarse, even-grained, slightly 
gneissoid biotite granite is cut by a 4-foot dike of fine to medium 
grained, porphyritic biotite granite. (See further p. 346.) The same 
granite at the West quarry (p. 348) is cut by dikes of fine quartz 
monzonite. 

In Rhode Island the fine Westerly granites appear in dikelike 
masses from 50 to 150 feet thick, striking N. 752-909 W. and dip- 
ping 909-459. At the Smith quarry they are underlain by a parallel 
mass of aplitie granite of similar character, carrying also inclusions 
of finely banded biotite gneiss. At the Klondike quarry the granite 
has a flow structure striking N. 109-909 W., intersecting the course 
of the apparent dike. It is uncertain whether these are granite dikes 
or protuberances from a broad intrusive mass which have become 
exposed by the erosion of the thinner parts of the overlying gneiss. 

Тһе fine quartz monzonites of Connecticut, like those of Rhode 
Island, occur аз dikes, or apparent dikes, in various gneisses. At the 
Waterford quarry there are two such parallel dikes with an inter- 
vening strip of gneiss. The relations are shown in figures 13 and 14. 
Тһе thickness of the dikes measured at a right angle to their incli- 
nation ranges from 19 to 40 feet, but at the Millstone quarry the 
relations are not clear. Тһе granite is exposed for а depth of 50 to 
195 feet and a width of 50 to 300 feet, and is capped here and there 
by 25 feet of gneiss, but no underlying gneiss is yet exposed, although 
the abundance of inclusions at the bottom of the quarry may indicate 
its proximity. If the width of the granite at right angles to the 
flow, which appears to dip 35° SW. is taken as 200 feet, the thick- 
ness of the granite would be about 114 feet. It is possible that a 
part of this quarry overlies the vertical portion of a granite dike. 
(See pp. 396, 397.) At the Torrington Borough quarry (p. 379) а 
finely banded biotite granite gneiss associated with pyritiferous 
quartz-mica diorite gneiss is crossed by a network of dikes—the 
largest 6 inches thick—of bluish-gray quartz monzonite, which has 
acquired a gneissic texture. 

In Dummerston, Vt., on the west side of Black River (Dailey 
prospect, p. 155), the granite is cut by a dike of fine granite, 30 feet 
wide, with a N. 10° W. course and dip of 50° W. 16 is of medium 
bluish-gray color and of very fine, even-grained texture, with feld- 
Spar and miea up to 0.05 inch. In thin section its particles range 
from 0.074 to 1.1 millimeters in diameter. It is а quartz monzonite 
of similar composition to that of West Dummerston. Its mica is 
chiefly biotite. Feldspar and quartz are intergrown and have crush 
borders. 

Aplite—Aplite differs from ordinary granite by the greater fine- 
ness of its texture and its scant content of mica. It is known by 
quarrymen as “ salt horse” or “ white horse.” 
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Aplite dikes are supposed to have originated in the same deep- 
seated molten mass as the granite they traverse, but they represent a 
later stage of igneous activity. The fissures they fill were the result 
of various tensional strains or contractions, possibly consequent upon 
the cooling of the granite. 

Іп color these dikes range from white, bluish or brownish gray to 
light pinkish gray, cream color, and dark reddish. The texture of 
Some aplites is so fine that the mineral particles can not be distin- 
guished with the unaided eye; that of others is so coarse that the 
feldspar and mica may be thus detected. Under the microscope the 
dimensions of the particles range from 0.05 to 0.75 millimeter, the 
average being about 0.16 millimeter for the finer ones and 0.50 milli- 
meter for the coarser ones. Some aplites have a porphyritic texture. 

Most aplites contain a slightly higher percentage of silica than 
granite. Five analyses of aplites from the far West made at the 
laboratory of the United States Geological Survey * show a range 
of silica from 14.21 to 16.03 per cent and an average of 75.18, which 
is near the maximum of silica for granites generally. 

The minerals of aplite dikes are so firmly attached to the granite 
on either side that a split can be readily made across both granite 
and aplite. Under the micros-ope the minerals of the dike appear 
to be welded, so to speak, to those of the granite. In construction 
the blocks containing such dikes should not, therefore, necessarily be 
regarded as places of weakness, but in a quarry at Franklin, Han- 
cock County, Maine, the granite is close jointed for a space of a foot 
on either side of an aplite dike, the joints being parallel to the dike. 

Two typical aplites will be described in detail. One, from the Goss quarry 
on Moose Island, near Stonington, Maine, is from a dike 15 inches wide and over 
200 feet long, consists largely of quartz, potash feldspar (microcline), and а 
soda-lime feldspar (oligoclase) in particles ranging from 0.047 to 0.141 milli- 
meter in diameter, a few thinly disseminated particles of the same minerals 
measuring from 0.55 to 1.45 millimeters and a few scales of black mica meas- 
uring up to 0.47 millimeter. Another aplite, from the Sands quarry at Vinal- 
hayen, Maine, consists mostly of quartz but contains some potash feldspar 
(orthoclase and microcline), still less soda-lime feldspar (oligoclase). and a few 
scales of black mica. The particles range from 0.047 to 0.8 millimeter in 
diameter, 

Dikes of aplite were observed at the quarries in Roxbury, Ben- 
venue, Bolton, Greenwich, and Sterling, Conn. Aplite is also asso- 
ciated with pegmatite at several other quarries. 

At Roxbury some of the aplite is rose colored, and the larger dikes are 4 feet 
thick. Its particles are all under 0.1 inch and consist of oligoclase-andesine, 
smoky amethystine quartz, microcline, rare muscovite, and microscopic garnets. 
The féldspars have crush borders, the dikes having been exposed to the same 
pressure that made a gneiss of the inclosing granite. -A white aplite from the 
same quarry has oligoclase-albite as its chief feldspar. 


в Т), S. Geol. Survey Bull. 419, рр. 64, 86, 92, 148, 157, 1910. 
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At Benvenue the aplite is white to rose-colored, and the larger dikes are z 
foot thick. Its particles are all under 1 millimeter and consist of quartz. 
orthoclase and microcline, oligoclase, and rare biotite, with accessory pyrite, 
titanite, allanite. : 

At the Peterson quarry in Bolton an 18-inch bluish-gray aplite of slightly 
gneissic texture has quartz and feldspar particles from 0.11 to 0.33 millimeter, 
with some porphyritic particles from 0.54 to 0.84 millimeter, and consists of 
smoky quartz, bluish microcline and orthoclase, white plagioclase, and rare 
biotite. 

The diorite gneiss of Greenwich is crossed by a network of small dikes of 
aplite of bluish-gray color, with particles under 0.76 and mostly under 0.57 
millimeter and consisting of quartz with cavities in sheets, microcline and 
orthoclase, andesine, and probably oligoclase-andesine, rare and minute biotite, 
with accessory pyrite, apatite, titanite, zircon. 

At the quarries near Oneco, in Sterling, the larger aplite dikes are a foot 
thick and the aplite is cream-colored, with particles ranging in diameter from 
0.05 to 1.11 millimeters. It consists of clear colorless quartz with cavities, 
microline and orthoclase, rare and minute biotite, and accessory ilmenite, 
garnet, and apatite. A small dike contains a central band of ilmenite. 


At the Bodwell Granite Co.’s quarry (see p. 268), 2 miles east 
of Jonesboro, Washington County, Maine, the reddish granite is trav- 
ersed by a 6-foot dike of rather coarse dark-reddish aplite, in which 
the higher power of the microscope shows that the source of the 
color lies in exceedingly minute dots of hematite. The aplite con- 
tains also muscovite, biotite, and accessory pyrite. This dike crosses 
the quarry in a N. 20° УУ. direction. A similar dike, having a like 
course, but only 4 feet wide, occurs at the east end of the quarry. A 
third dike, 8 to 6 inches wide, has a N. 77° E. course, and a fourth, 
of fine-grained material, 0.5 to 1 inch wide, crosses the others with 
а course Х. 60° W. and сап be traced for 200 to 300 feet. This is 
evidently of later date than the others. 

The gneissoid biotite granite of the Savoie quarry, in Fall River, 
Mass. (p. 284), is crossed by two aplite dikes. 

One (specimen D, XXX, 118, a), 10 feet wide, is of light pinkish-gray color 
and fine, even-grained texture. Its second feldspar is albite (soda feldspar), 
somewhat micacized and epidotized. Its biotite is chloritized. The other 
(specimen D, ХХХ, 118, ђ), up to 2 feet thick, is of dark brownish-gray color 
and semiporphyritic texture, its smaller particles generally arranged about the 
larger. Its second feldspar is also albite. 

The biotite granite gneiss of the Blanchard quarry, in Uxbridge, 
Mass. (p. 853), has aplite dikes up to 8 feet thick. 

The muscovite-biotite granite gneiss of the Merrill quarry, in 
Westford, Mass. (p. 310), has whitish aplite dikes with longitudinal 
bands of black tourmaline 0.2 inch wide. 

A very unusual dike of aplite crosses the mica diorite of the 
Leavitt quarry, in Leominster, Mass. (p. 353). (See fig. 9.) It is 
of light-gray and bluish-gray color. Its broadest part consists of 
over 150 meandering parallel bands of these alternating shades 
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(specimens D, ХХХ, 110, b, с), many of them bordered with micro- 
Scopic prisms of black tourmaline with their main axis across the 
band. The meanderings of these bands resemble the plications of a 
metamorphic stratified rock. The aplite contains here and there 
clear feldspars up to an inch long. 


In thin section it resembles a quartz monzonite, its constituents, in descend- 
ing order of abundance, being oligoclase-albite, quartz, microcline, and black 
tourmaline in minute prisms. The accessory minerals are apatite in needles 
and particles (abundant), pyrite, garnet, and flakes of muscovite (rare). The 
yellowish tinge of some of the bands is probably due to the oxidation of the 
pyrite. A few of the bands are pegmatite without tourmaline but with. biotite, 
a little muscovite, and ilmenite (?) surrounded by leucoxene. 

The banding of this aplite dike 
may be ascribed to a gradual en- 
largement of the fissure and the dep- 
osition of aplite on either side, as in 
banded mineral veins. The mean- 
dering or plication of the bands and 
the transverse orientation of the 
tourmaline prisms are possibly due 
to one cause. Other smaller dikes 
of aplite are parallel to this one, 
and some of aplite and of pegma- 
tite intersect the main dike. 


W.< 200 feet 2E: 


The considerable area of 
pyritiferous aplite quarried 
in Hingham, Mass. (p. 336), is i 
of light, slightly greenish- ғтстик 2—Approximate horizontal section of 
gray color and scarcely devel- eae e crim 8 E 
oped sheet structure, but with 
шапу headings showing rusty faces from the limonitization of the 
pyrite. 

This rock also resembles a quartz monzonite, with these constituents in de- 
seemding order of abundance: Oligoclase-albite, quartz, microcline, and very 
little biotite mostly chloritized and associated with epidote. Тһе accessory 
minerals are pyrite and magnetite. Ав the stone is extremely hard, its per- 
centage of quartz must be high. 

In Caledonia County, Vt. (Grout quarry, Kirby Township, p. 111), 
three aplite dikes strike N. 80° E. and are 6 feet 6 inches, 6 feet, and 
1 foot thick. 

This aplite (specimen D, XXIX, 16, b) is dark gray and of very fine porphy- 
те texture, But few particles can be distinguished; feldspar 0.1 inch, mica 
0.05 inch. It effervesces slightly with muriatic acid test. In thin section the 
particles of groundmass range from 0.037 to 0.148 millimeter and consist, in 
descending order of abundance, of quartz, microciine (possibly also ortboclase), 
rare soda-lime feldspar, minute biotite scales, muscovite or bleached biotite, 
and secondary zoisite. The porphyritic particles and crystals are quartz, soda- 
lime feldspar, orthoclase, and biotite. One of the former feldspars has curved 
twinning planes, another is faulted across them and has much secondary quartz 
about it. all indicating motion after crystallization. Calcite is present, 
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Other aplite dikes in New England are referred to on pages 127, 


167, 265, and 415. 
- Pegmatite—Pegmatite lies at the other extreme. Its mineral con- 
> 
stituents range generally from 6 inches to 1 foot or even several feet 
in diameter. It is reported that the crystals in some pegmatite dikes 
measure from 10 to 30 feet in length by 1 to 3 feet in width. The 
chief minerals in pegmatite dikes are the same as in granite, but they 
oceur in different though varying proportions. With these minerals 
are commonly associated tourmaline, garnet, beryl, etc. Chemically 
these dikes generally contain more silica than the granite. Dikes of 
pegmatite are, as a rule, more irregular in width than those of aplite. 
They generally range in thickness from 1 inch to 10 feet. 
e = 
The origin of pegmatite has been much discussed both in Europe 
5 = 

and in this country.” Bastin in the bulletin cited states that the 
“ distinguishing feature of pegmatites is not coarseness of grain but 
extreme irregularity of grain.” Gregory * in showing the bearing 
of the phenomena in the granite quarries of Connecticut upon the 
origin of pegmatite states: 

The contact between the pegmatites and the gneiss or other rock into which 
they have been intruded is clearly defined, showing no gradation between the 
pegmatite and the gneiss. In the feldspar quarries of Glastonbury, where the 
contact may be clearly traced, the gneiss immediately adjoining the pegmatite 
retains all the minute structures of foliation and differs in no way from the 
main body of granite gneiss. * ж * The proportions of the chief minerals 
in pegmatites vary greatly. Some dikes or veins contain quartz, feldspar, and 
mica in about the same proportions as those found in normal granites. In other 
dikes feldspar and quartz make up practically the entire mass, and in some 
localities quartz alone constitutes probably 90 per cent of the entire rock. 

Pegmatite may be regarded as a form of granitic intrusive that originated 
in parts of the igneous mass which were abundantly supplied with water vapor. 
Most masses of pegmatite were formed in a manner somewhat different from 
that in which ordinary granite was formed, and their composition varies with 
their distance from the granite mass. For instance, in the Collinsville graaite 
gneiss area the pegmatities that are closely associated with the granite mass, 
such as those at Canton, are of essentially the same mineral content as the 
granite. Тһе pegmatite farther away, which cuts the schist overlying the 
granite, is composed chiefly of quartz and feldspar, and that which lies still 
more distant is formed entirely of quartz. 

Referring to the minerals occurring in pegmatite, Gregory states: 

The pegmatite veins along Connecticut River have yielded sphalerite, gah- 
nite, magnetite, chrysoberyl, bismutite, orthoclase (crystals), albite, oligoclase, 

30 The principal American writings on the subject are those by Williams, G. H., The 
general relation of the granitic rocks in the middle Atlantic Piedmont Plateau: ТЇ, В. 
Geol. Survey Fifteenth Ann. Rept., pp. 675-684, 1895; Crosby, W. O., and Fuller, M. L., 
Origin of pegmatite: Tech. Quart., vol. 9, рр. 326—356, 1896; Am. Geologist, vol. 19, 
pp. 147—180, 1897; Van Hise, C. R., A treatise on metamorphism: U. 8. Geol. Survey 
Mon. 47, pp. 720—728, 1904; Bastin, E. S., Geology of the pegmatites and associated 
rocks of Maine, including feldspar, quartz, mica, and gem deposits: U. S. Geol. Survey 
Bull. 445, 1911. Ап important European work on the subject is that of Brégger. У. C., 
Die Syenitpegmatit-günge der südnorwegischen Augit- und Nephelinsyenite: Zeitschr. 
Kryst., vol. 16, 1890. 

өз Gfregory, H. E., U. S. Geol. Survey Bull, 484, pp. 18, 19, 1911. 
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beryl, iolite, garnet, epidote, tourmaline, muscovite (crystals), lepidolite, biotite, 
columbite, samarskite, monazite, triplite, torbernite, autunite, and uraninite. 
From a single pegmatite mass at Branchville twenty-seven minerals were col- 
lected. Single crystals taken from this mass weighed 100 to 200 pounds. 

Bastin 9 names 20 minerals from the Maine pegmatites, exclusive 
of the quartz, feldspar, and mica of the dikes and the secondary 
minerals. 

The writers notes on the pegmatites of the Connecticut granite 
quarries follow : 

Pegmatite in lenses or small dikes occurs at nearly all the quar- 
ries. There is a 20-foot dike with large gneiss inclusions at the 
Torrington Borough quarry (p. 375), and pegmatite occurs near or 
about such inclusions at the Millstone quarry (р. 396, fig. 90, b, d) and 
also at short intervals intersecting one another. 

The permeation of the Stony Creek granite gneiss with pegmatite 
differentiates it from many granites and partly accounts for its very 
irregular texture. (See р. 878 and Pl. X XX, A.) The biotite granite 
of the MacCurdy quarry, at Lyme, is really a pegmatite occurring 
as dikes, 15 to 22 feet thick, cutting a mass of finely banded granite 
gneiss. ( See p. 391.) At the Slater quarry, in Glastonbury (р. 369), 
a 12-inch pegmatite dike in fine porphyritic biotite granite gneiss con- 
tains muscovite crystals, the largest 5 inches across and 4 inches thick. 
At the Center Groton quarry the quartz monzonite on either side of a 
4-foot pegmatite dike has been darkened. Dikes from 6 inches to 2 
feet thick abound in the Holbrook quarry at Seymour. (See p. 385 
and fig. 88.) At the Benvenue quarry, in Middletown, small peg- 
matite dikes are bordered with bands of feldspar and hornblende and 
the granite gneiss itself also contains hornblende. 

Generally pegmatite dikes contain the same minerals as the 
granite they penetrate, but in larger particles. In the very fine 
granites such dikes afford a ready means of observing in the field 


.the chief constituents of the granite they penetrate. 


The pegmatite of Lyme village contains apatite, that of the Oneco 
quarry fluorite and epidote, that of Pawcatuck allanite, that of the 
Mascetti quarry, in East Litchfield, and the Potter quarry, in 
Amnsonia, black tourmaline, and that of several other quarries 
garnets, all in small particles or crystals. 

The pegmatite of the Collins quarry, in Danbury, owing to 
crustal motion, has all its quartz granulated like that of the 
gneissold granite of Milford, Mass., and its feldspars bordered with 
crushed feldspar. 

The courses of many of the pegmatite dikes and their relations to 
the structure of the granite in the New England quarries are shown 
in figures 4, 89, 88, 39, 41, 58, 54, 57, 61, 62, 63, 64, (9, and 88. 


92 Op, cit., pp. 16-18, 
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The following observations were made in the Maine quarries: 
A pegmatite dike crosses the diorite at Round Pond, in Lincoln 
County. (See p. 949, also Pl. X, 5, of U. S. Geol. Survey Bull. 
313.) At the Hallowell Granite Works quarry (p. 234) there is 
a 2-foot dike consisting of milk-white soda-lime and potash feld- 
spars (oligoclase and microcline), smoky quartz, biotite and mus- 
covite (black and white mica), and garnet. The feldspars, quartz, 
and micas attain a length of several inches. At the North Jay 
quarry (p. 214) the pegmatite dikes, which are as much as 2 feet 6 
inches in width, consist of a milk-white potash feldspar, smoky 
quartz, biotite, and muscovite, the constituents measuring several 
inches in diameter. At the Clark Island (Rodgers) quarry (p. 241) 
there are two interesting pegmatite dikes with similar material of 
similar dimensions, together with black tourmaline and garnet. The 
granite at Fryeburg, near the New Hampshire line, abounds in peg- 
matite. At the Eagle gray granite quarry (р. 252 and fig. 63) two 
dikes, one 5 feet and the other 10 feet thick, alternate with granite 25 
and 60 feet thick. The feldspar masses and crystals attain a length of 
12 inches, and the biotite and muscovite crystals and the quartz 
masses a length of 6 inches. Small garnets are abundant. Mingled 
with the pegmatite is some fine-grained aplitic material. There is 
also considerable pegmatite at the Waldoboro quarry, in Lincoln 
County. (See p. 250 and ће. 16.) At the Willard Point quarry 
there is a 12-inch pegmatite dike of feldspar, quartz, muscovite, and 
black tourmaline, which has a banded structure. It is crossed by 
another dike half as thick with a difference in strike of 20°. 

The following observations were made in New Hampshire: 

At a quarry in Milford (p. 189; Pl. VIII, A) large dikes of peg- 
matite appear to proceed from the surface of a mass of quartz mon- 
zonite into an overlying granite gneiss. The pegmatite dikes at 
the Bailey quarry, in Allenstown, Merrimack County, contain black 
tourmaline and beryl. А thick dike of coarse garnetiferous peg- 
matite in the center of the Marlboro quarry, in Cheshire County, has 
а border made up largely of beryl and its biotite is in blades 1 foot 
long and 1 inch wide. This dike is reported to have yielded a garnet 
crystal over 6 inches in diameter and beryls of the same length. Тһе 
pegmatite dikes of the Perry Sunapee quarry contain the usual black 
tourmaline and garnets. 

The following observations were made in Rhode Island: 

At the Klondike quarry, in Charlestown (Pl. XXXIV, 4), 
large dikes of pegmatite appear to proceed from the surface of 
an intrusive quartz monzonite into an overlying granite gneiss. 
At the Redstone quarry, near Westerly, a pegmatite dike 5 to 10 
feet thick runs the whole length of the quarry, 850 feet, with a dip 
of 10°, and consists of alternating reddish aplite and coarse pegma- 
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tite made up of reddish feldspar, smoky quartz, and biotite. Some 
of its surfaces are coated with drusy hematite. This dike overlies 
a fine-grained quartz monzonite and underlies a medium- -grained 
biotite granite of earlier date than the monzonite. At the Chapman 
quarry, also near Westerly, the fine-grained quartz monzonite is cut 
by a pegmatite dike of very low dip, and 20 to 30 feet below it is a 
small aplite dike with like dip. 

The following observations were made in the Vermont quarries: 

At the Pirie quarry, near Barre, the biotite granite is cut by а 
pegmatite dike 83 feet thick, consisting almost entirely of light 
bluish-gray feldspars having a 6-inch biotitic border on each side, 
with the axes of the biotite crystals at right angles to the course of 
the dike. At the Anderson quarry, near Barre, a 1-foot pegmatite 
dike intervenes between the granite and the slate capping, which is 
also injected with minute dikes of pegmatite as much as 4 feet in 
length. (See further p. 85 and figs. 11,12.) At the Barney quarry, 
in Barre, a pegmatite dike follows the contact of granite and schist, 
and the granite, for a thickness of 15 feet from the schist, appears 
to be pegmatized in alternating bands. At the Bailey quarry, in 
Barre, pegmatite dikes, large and minute, penetrate the schist cap- 
ping and a large schist inclusion and are associated with aplite. 
Some of the pegmatite dikelets, only 0.3 to 0.4 inch thick, run across 
the bedding foliation and then subdivide to pass at right angles 
within one of the little beds. The adjacent schist is unaltered. On 
Robeson Mountain, in Woodbury (p. 88), minute pegmatite dikes 
also proceed from the granite surface and penetrate the schist capping. 

A very exceptional cylindrical dike of pegmatite penetrates the 
riebeckite-aegirite granite at the Ballou quarry, in Quincy, Mass., 
and a similar one was discovered about five years afterward in the 
Fallon quarry, about 600 feet south. (See map, Pl. XXIV.) These 
pegmatites and their minerals have been exhaustively studied by 
Palache and Warren and are described in three papers.” The dike 
at the Ballou quarry is vertical, roughly cylindrical, and about 2 
feet in diameter. А horizontal section of it has for many years 
been exposed at the gradually deepening bottom of the quarry, which 
in 1906 had reached a depth of 150 feet. A block containing an en- 
tire cross section of this dike was shown to the writer in the yard 


9 Warren, С. H., Note on the occurrence of an interesting pegmatite in the granite 
of Quincy, Mass.: Am. Jour. Sci, 4th ser., vol. 28, pp. 449-459, 1909. Рајасће, Charles, 
and Warren, C. H., The chemical composition and crystallization of parisite and a 
new occurrence of it in the granite-pegmatites at Quincy, Mass, U. S. A., with notes on 
microcline, riebeckite, aegirite, ilmenite, octahedrite, fluorite, and wulfenite from the 
same locality: Am. Jour. Sci, 4th ser., vol. 31, pp. 538-557, 1911. Warren, C. H., and 
Palache, Charles, Тһе pegmatites of the riebeckite-aegirite granite of Quincy, Mass., 
U. S. А.; their structure, minerals, and origin: Am. Acad. Arts and Sci. Ргос., vol. 4T, 
pp. 125—168, Boston, 1911. 
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of the Quincy Granite Co. It has an outer rim with abundant blue- 
black riebeckite crystals slightly larger than those of the surround- 
ing granite. Within this is an intermediate zone (specimen D, 
XXIX, 80, b) of light greenish-gray feldspar and slightly milky 
quartz (particles up to 0.8 inch in diameter), containing bright grass- 
green crystals of aegirite in sizes up to 1 by 0.5 inch, with some purple 
fluorite and rusty metallic spots. The center consists mainly of 
quartz, with coarse feldspar outside of it. 

Under the microscope the feldspars prove to be orthoclase with a finely inter- 
grown plagioclase, also particles of albite and probably oligoclase-albite. Both 
feldspars have the minute crystals of riebeckite and minute grains and prisms 
of aegirite typical of Quincy granite. The quartz has many fluidal cavities. 
There are slender aegirite crystals in feldspar and quartz. Тһе riebeckite, 
is intergrown with aegirite, and ilmenite is somewhat plentiful. The feldspars 
are somewhat kaolinized, and there is some hematite and limonite stain. The 
brownish metallic areas of the middle zone consist of ilmenite, titanite, zircon 
in double pyramids, allanite, fluorite, aegirite. and quartz. 

This cylindrical dike is thus a riebeckite-aegirite granite—that is, 
a granite containing varieties of amphibole and pyroxene rich in soda 
and ferric oxide but poor in alumina, magnesia, and line—and there- 
fore resembles the surrounding granite, but its particles are much 
coarser and radially arranged; some of its accessory minerals are 
exceptional, and the others are more abundant. A polished complete 
section of the Ballou dike is in the collection of Harvard University. 

The minerals identified by Palache and Warren in the pegmatite 
dikes of the Ballou and Fallon quarries include quartz in crystals, 
aegirite, riebeckite, crocidolite, zircon, fluorite, ilmenite, octahedrite, 
parisite,* beckelite,* wulfenite, molybdenite, chalcopyrite, galenite, 
sphalerite, hematite, secondary calcite, and ferruginous stain. 

Pegmatitic quartz.—Besides these dikes of normal pegmatite there 
are dikes consisting largely of quartz of pegmatitic origin. At the 
old Bodwell Co.’s quarry on Cook’s Mountain, near Redbeach, Maine, 
the red granite is traversed by a banded grayish quartz vein, about 
18 inches thick, with a N. 25° W. course and vertical dip. It com- 
prises three or in-places four bands, which differ mainly in texture 
and are separated by more or less pyrite in fine particles. In places 
this vein divides into three smaller veins, each of which is from 
8 to 4 inches thick. The quartz contains some purple fluorite (lime 
fluoride), ав determined by W. Т. Schaller, of this Survey, and a 
variable amount of a foliaceous lemon-colored mineral which Wirt 
Tassin, of the United States National Museum, has analyzed and de- 
termined as a new variety of sericite, resulting possibly from the alter- 
ation of a feldspar, and which is accompanied by another mineral, 
regarded by him as probably talc. Mr. Tassin’s analysis and note 
follow: 


м Parisite and beckelite contain the rare elements cerium, lanthanum, and didymium. 
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Analysis of yellow foliated mineral (specimen D, XXVI, 105a, 1905). 


SERCH” (S101) са тана» ЗАРА ПИЯ, TC ОО TS ONE 58.98 
Allure ТАЗЫСЫ) и далил 2 азотта лаада ов ame 28. 06 
Merniciomide веде Ба ва а Б. ———— НАЗ .10 
езгоче ово аа += = вино ем. 4. 30 
Magnesia (М50)------------ ИРЕТ? Арина мии __- 4.09 
Sos О Од du е деис ась е excep бекке се ‚65 ' 
БЕЛІНЕН CIS) eda erecta ERO ба) Ада олады 8. 90 
Water VEG урл et ORIN вани дан Me) eee ys, Tine Өн» 6. 00 


The mineral is secondary mica, probably derived from feldspar (although this 
is merely a conjecture), and will approximate sericite in composition. It occurs 
in fine scales, occasionally compacted and then resembling serpentine. Luster, 
pearly; color, greenish yellow; hardness, 2.5; specific gravity, 2.79 at 20° C. 
It is associated in the vein with quartz, pyrite, purple fluorite, and another 
mineral which has a greasy luster and contains magnesia but which it was 
impossible to separate in a state of sufficient purity for analysis. This last 
mineral I believe to be tale. 

At the Galvin quarry, in Quincy, Mass. (p. 325), the granite is cut 
at intervals of 2 to 10 feet by quartz veins up to 1 inch thick, each of 
which occupies the center of a belt oñ light granite 10 inches wide. 
Similar veins occur at intervals of 2 to 25 feet at the Field & Wild 
quarry (p. 326). 

At the Blanchard quarry, in Uxbridge, Mass. (p. 352), the granite 
gneiss is crossed by veins of medium smoky quartz banded length- 
wise with feldspar (specimen D, ХХХ, 114, с) and measuring up to 
8 feet in thickness. The feldspar bands are 0.2 to 0.5 inch wide and 
the quartz 0.5 to 1.5 inches. 

At the Milne quarry, at Barre, Vt., veins of smoky quartz with 
diagonal fractures occur at intervals of 3 feet. The granite for 0.2 
inch next to the veins is largely feldspar. Along the edge of the vein 
there are bands of fibrous muscovite and in places streaks of granu- 
lated quartz. 


BASIC DIKES. 


Dikes of dark-greenish hard, dense rock (diabase, rarely basalt) 
are of very common occurrence in the granite quarries of Maine and 
Massachusetts. The courses of some of these dikes and their relations 
to the joints are shown in figures 4, 28, 44, 61, 68, 67, 71, 74, 75, T6- 
ТТ, 84. Some of them are represented in Plates VIII, В, XV ДУКА QN 
and XXVII, A, В. o ZAKLAD 
The following observations were made on the Maine dikes: |H GEOLOG!! > 
The dikes are vertical or nearly so and range in width from 1% чу 
to 7 feet or more, cutting the granite sheets with mathematical de 
niteness. Plate XVI, B, shows one of these dikes on Mount Desert, 
which has a course N. 15° W. and has been faulted from east to west, 
or west to east, along a gently inclined sheet with a displacement of 
16 inches. A few feet beyond this point the same dike has been 
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faulted along a northeasterly vertical joint, with a displacement of 
5 feet. Although it might seem that this dike was injected into the 
granite before the sheet structure was formed, it is quite possible that 
the sheet structure preceded the dike and that later faulting affected 
both the sheets and the dike, cracking the dike along the sheets where 
it did not actually fault the dike. 

Most of these dikes are so firmly welded to the granite that hand 
specimens one-half granite and one-half diabase are readily obtained. 
Thin sections of the glassy rims of dikes at Bryant Pond and Frye- 
burg show that the dike sent out microscopic branches for short dis- 
tances into the granite, in places surrounding some of its quartz par- 
ticles. A dike at the Dunbar Bros.’ quarry, near Sullivan (p. 231). 
16 to 18 inches wide, has a 0.25-inch border of light-green epidote, 
derived from the alteration of its glassy rim. These glassy borders 
are due to the rapid cooling of the material at its contact with the 
cold granite. А few typical thin sections of these dikes will be de- 
scribed in detail. 

The center of a 7-foot dike at the Mosquito Mountain quarry, near Frankfort 
(p. 258), shows a network of minute lath-shaped crystals of lime-soda feldspar 
(labradorite) partly altered to a white mica, in the meshes of which is a green 
hornblende; also some magnetite in fine particles, and pyrite, with accessory 
titanite, apatite, and secondary epidote. 

A 4-ineh dike at the Havey (Whaleback) quarry, in North Sullivan, shows a 
groundmass of fine hornblende and feldspar (plagioclase), in incomplete crys- 
tals, with magnetite and thinly disseminated larger crystals of hornblende and 
lime-soda, feldspar (labradorite), some large quartz particles, and a little pyrite. 
One feldspar crystal is almost completely altered to a white mica. 

A 24-foot dike at the Campbell & Macomber quarry, on the west side of Somes 
Sound, on Mount Desert (p. 223), shows a groundmass of fine hornblende and 
feldspar (plagioclase) in incomplete crystals, with magnetite (?), pyrite partly 
altered to limonite, and lime-soda feldspar (labradorite). Some of the par- 
ticles of the feldspar measure 0.1 inch in length by 0.02 inch in width and are 
largely altered to kaolin and a white mica. The hornblende in all these dikes 
is regarded as a product of the alteration of augite. 

The geologic age of these dikes has not been precisely determined. 
They are considerably more recent than the granite they traverse or 
the dikes of aplite and pegmatite which cut the granite. In Plate 
VIII, В, is shown опе of these diabase dikes crossing both a vein of 
pegmatite and a mass of diorite (“black granite”), at Round Pond, 
in Lincoln County, Maine.5 (See p. 949.) 

The following observations were made in the granite quarries of 
Massachusetts : 

At the Granite Railway quarry, in West Quincy, there is a 15-foot 
diabase dike striking about М. 75° W. in which the feldspar is altered 


95 Some of the dikes of that part of the coast have been described by Е. Bascom: On 
some dikes in the vicinity of Johns Bay, Maine: Am. Geologist, vol. 28, рр. 275-280, pls. 
9-11, 1897, See also Keeley, Е. J., Notes on some igneous rocks at Ogunquit, Maine, and 
Pigeon Cove, Mass.: Acad. Nat. Sci. Philadelphia Proc., vol. 66, pt. 1, pp. 3-8, 1914. 
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to a white mica. It has a greenish rim, in which the augite is all 
chloritized. At the Merry Mount quarry, on the North Commons, a 
5-foot dike, striking about north, appears to be a garnetiferous biotite 
lamprophyre. 

The conspicuous feature of the Rockport quarries on Cape Ann is 
the large number of basic dikes that traverse them. The geology of 
Cape Ann has been interestingly described by Shaler and Тагт. 
The entire Cape is represented on Shaler’s map (Pl. LXXVII) as 
of granite but traversed at very frequent intervals by diabase dikes 
and at a few points by quartz porphyry dikes. Тһе basic dikes may 
be Triassic. They range from 0.25 inch to 40 feet in width. Of 361 
observed by Shaler and Tarr 266 lie in the northwest quadrant and 
more than half in the 45° between north and northwest. Those 
writers conclude from numerous observations of dike and joint 
courses that the number of dikes does not appear to have been deter- 
mined by the number of incipient fissures afforded by the joints—in 
other words, “that the conditions which guided the direction of the 
dikes were probably due to some feature or condition not inherent in 
the joints themselves.” ‘Some of these dikes are shown in Plate 
ХХУЦ, A and В. Their courses are given in the quarry descrip- 
tions. One attains a thickness of 18 feet. They are mostly diabase 
(soda-lime feldspar, augite more or less altered to hornblende, mag- 
netite, and biotite). One was found to contain both augite and horn- 
blende but no mica. The dike matter was erupted through deeply 
parted joints. Contemporaneous with them was the irregular-shaped 
injection described beyond and shown in Plate XXVII, 8. 

The Pigeon Cove diabase porphyry quarry is on a dike of altered 
diabase porphyry, 18 feet wide, which was represented by Shaler ° 
and Tarr as exposed for half a mile on the hillock west of Pigeon 
Cove, with a N. 21° W. course, also as reappearing in Rockport 0.75 
mile west of Gap Head with a N. 9° W. course. Washington °: refers 
to this dike as cutting the quarry pit at Pigeon Cove and describes it 
microscopically as a labradorite porphyry. 

Plate ХХУ, В, from a photograph of a polished ball 2 feet 7 
inches in diameter, quarried and finished by Fuller, Foley & Co., of 
West Quincy, shows its general character. 

This diabase porphyry (specimens D, ХХІХ, 89, a, b) has a very 
dark green or black fine-grained groundmass, with porphyritic feld- 
spars of medium greenish-gray color, measuring from 0.2 to 4.42 
inches in length by about 0.78 inch in width. Many of the crystals 
are from 1 to 2 inches long. Their striation shows plainly. 


^ $ See Shaler, М. S., The geology of Cape Ann, Mass.: U. S. Geol. Survey Ninth Ann, 
Rept., pp. 529—611, 1899. 

97 Op, cit., p. 609, pl. 77. 

*5'Washington, H. S., The petrographical province of Essex County, Mass.: Jour. 
Geology, vol. 7, p. 290, 1899. 
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Тһе groundmass consists of the following minerals, in descending order of 
abundance: Lime-soda feldspar (andesine-labradorite) partly micacized, augite 
largely altered to a green hornblende and chlorite, biotite (black mica), mag- 
netite, апа apatite; rarely a little secondary calcite. ; 

А dike of unusual form, composed of fine-grained black horn- 
blende diabase, is exposed at the bottom of the Rockport Granite 
Co.’s “ Deep Pit,” near Bay View, on Cape Ann, 195 feet below the 
surface, as shown in Plate XX VII, В, and in more detail in figure 8. 
It dips north. Its original upper surface, 30 feet above its present 
surface, is reported as not over 8 feet in diameter. As shown in 
Plate XX VII, В, the quarry is traversed by two intersecting basic 
dikes. The one nearest to this mass, 10 feet west of it, is not a horn- 
blende diabase (ophitic texture with hornblende and biotite), but a 
lamprophyre without biotite (porphyritic texture with augite). The 
large dike on the east side, which from its dip must traverse the 
granite about 80 feet east of 
the mass, proves to be also 
a hornblende diabase. The 
connection of the central 
mass will, therefore, if exca- 
vations proceed deep enough, 
very probably be found to be 
= with the dike on the east, 


Figure 3.—Diagrammatie sketch of horizontal not with that on the west. 


cross section of injection of hornblende dia- 
base at Deep Pit granite quarry, near Bay Thin sections of the fine 


View, on Cape Ann, Mass. Length, порто grained rim of one of the dikelets 
south, 25 fet and eas eet i a e protruding from this mass and 
greatest size. of the granite next to it bring 
out interesting facts. The rim 

sends out branches 0.125-0.25 millimeter long into the granite. In places both 
rocks are dovetailed into each other. Тһе rim consists of minute roundish 
particles of hornblende and incipient crystals of feldspar and fine particles 
of magnetite. There are crowds of apatite crystals along the contact and a 
little secondary calcite. In one place the hornblende and magnetite of the 
dike are thickly disseminated in the granite; in another both rocks are 


merged in one containing the minerals of both. 


This diabase mass appears to have been injected at the time of the 
intrusion of the other diabase dikes of the Cape and to owe its shape 
to an irregular east-west fissure with a northern inclination. That 
the intrusion probably took place under considerable pressure and 
heat is shown by the commingling of the minerals of both rocks along 
their contact. 

Some interesting dikes were found in the quarries of Uxbridge, 
New Bedford, Fall River, and Hingham. The elongated porphyritic 
biotite granite gneiss of the Blanchard quarry in Uxbridge (p. 353) is 
cut by an amphibolite dike up to 18 inches thick, the schistosity of 
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which strikes at an angle of 33° with that of the inclosing gneiss. 
This dike consists of feather-rimmed crystals of amphibole up to 
1 inch in length in a matrix of biotite with interspersed quartz grains 
and minute slender crystals or strings of lenses of zoisite. In places, 
however, along the edges the matrix is of quartz, biotite, epidote, 
and oligoclase-andesine. The dike was originally a porphyritic mica 
diorite. It cuts dikes of pegmatite and of aplite. 

At the Sullivan quarries, near New Bedford (p. 285), is an inter- 
esting complex of dikes of various sorts and ages whose courses are 
shown in figure 4. The rock is a slightly gneissoid biotite-muscovite 
granite of light pinkish-gray color. 


The central dike A, with northeast course and up to a foot thick, is a dark- 
greenish chlorite schist (specimen D, MOORE с) consisting of chlorite, 
probably after hornblende, in parallel arrangement, micacized plagioclase, 
quartz, and  microcline. Its 
accessory minerals are pyrite, 
magnetite, purple fluorite, apa- 
tite, and biotite, and its sec- 
ondary minerals epidote, car- 
bonate, and hematite from the 
magnetite. This dike was evi- 
dently originally а diorite. 
Dike B, on the south wall, with 
а N. 70° Е. course and a dip of 
60° N. 20° W., over 2 feet thick, 
is a dark-grayish mica diorite 
schist (specimen 121, d), con- 
sisting, in descending order of 
abundance, of andesine, biotite, 
epidote, and muscovite. This FIGURE 4.—Structure and dikes at Sullivan quarries, 
was originally a mica diorite. New Bedford, Mass. 

Dike О, on ,the north wall, 

with а М. 60^ E. course and vertical dip, up to З feet thick, is a black fine- 
erained mica diorite schist (specimen 121, f), consisting, in descending order 
of abundance, of biotite, oligoclase, microcline, quartz, and epidote. This also 
was originally a mica diorite. It differs from dike B in being more micaceous 
and in containing no muscovite. The edge of this dike (specimen 121, g), for 
a thickness of a few inches, consists of brecciated grayish feldspars up to 0.3 
inch in diameter in a matrix of biotite. At the extreme edge this breccia 
passes into a mass of the same feldspar with a little quartz and still less 
biotite. The more glassy rim of the dike resisted the pressure which brecciated 
its inner border and converted its central part into a schist. Dike D, near the 
west wall, with a northwest course and steep dip, 3 inches thick, is pegmatite. 
It intersects the central chlorite schist (diorite) dike. Finally, dike E, on the 
west wall, with a N. 10° E. course, up to 2 feet thick, is a diabase (specimen 
121, е) with ophitic texture, consisting, in descending order of abundance, of 
andesine, pyroxene, serpentine (probably after olivine), and magnetite or 
ilmenite with a little carbonate and biotite. This was presumably an olivine 
diabase. 


The evidence from these dikes shows that the granite was injected 
with dikes of diorite and mica diorite. Later both the granite and 
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the dikes were crossed by pegmatite. After dynamic metamorphism 
had altered the diorites to schists they were traversed by a diabase 
dike in which the only change has been the serpentinization of the 
olivine and the micacization of the andesine. 

Another basic dike in these quarries is an altered but not metamor- 
phosed lamprophyre, in the gneissoid biotite granite of the Beattie & 
Wilcox quarry, at Fall River (p. 283), which Whitman Cross, of this 
Survey, determines as vogesite. It has much augite and brown horn- 
blende, biotite, and magnetite in a feldspathic base, probably of 
orthoclase, also a few porphyritic crystals of olivine altered to ser- 
pentine. 

There is also a slightly altered diabase dike crossing the aplite of 
the Miller quarry, in Hingham (p. 338). 

The reddish biotite granite of the Redstone quarry, at Westerly, 
R. Т., is cut by a 6-inch dike of porphyritic olivine diabase, probably 
of Triassic age. Near by in the same granite is a vertical meander- 
ing mass of coarse biotite schist with kaolinized feldspar which is 
either a basic segregation elongated in the direction of the flow or 
else a very ancient metamorphosed dike. 


BASIC SCHISTOSE DIKES. 


The dikes ordinarily occurring in granite are either acidic, includ- 
ing pegmatite, aplite, and granite proper, or basic. Ifa granite after 
the intrusion of such dikes is itself subjected to metamorphism so as 
to become schistose—that is, a gneiss—then these various dikes will 
also become more or less schistose. In the granite of Milford, Mass., 
however, there are schistose basic dikes without an equally gneissic 
or a parallel gneissic structure in the granite. 

At the Cutting quarry (fig. 82) the west wall is formed by a ver- 
tical dikelike mass of biotite schist 2 feet thick striking М. 25° W. 
The east wall is formed by a heading of almost identical strike, N. 
20° W., but dipping 70° E. As shown in the figure, neither of the 
flow directions nor the trend of rift or grain corresponds to the strike 
of the schist dike. The only corresponding structure is that of the 
heading and the inclosing walls of the dike. At the West quarry, 14 
miles south-southwest of the Cutting quarry, there are two dikes of 
similar schist, one striking N. 67° W. and dipping 65° NNE., the 
other striking about N. 45° W. with nearly vertical dip. The nearest 
parallel structure is a joint striking N. 60° W. and dipping 47° SSW. 
At the Massachusetts Pink quarry 0.6 mile southwest of the Cutting 
quarry, there is another schist dike, 2 feet thick, striking N. 3° W. 
and dipping 55° E., without other corresponding kinds of structure. 
The general schistosity of all these dikes is parallel to the joint faces 
which inclose them, and no merging between granite and schist was 
observed. Emerson and Perry (р. 340) note the rudely parallel films 
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of biotite in the granite, which give it а gneissoid look but which 
seem to be partly due to flow structure, and they note the undulatory 
extinction of the fractured quartz particles as showing a state of 
strain. The granular structure of the quartz areas is very noticeable 
on a polished face, and this very possibly resulted from the pressure 
which converted the dikes into schist. 

In thin section the fine-grained dark greenish-gray schist of the Cutting 
quarry dike is seen to consist of biotite, quartz, epidote in roundish grains 
from the alteration of feldspar, and a little pyrite. The slightly more greenish 
schist of the dike at the West quarry consists of hornblende, quartz, biotite, 
epicote, and zoisite from alteration of feldspar, a brownish cloudy mineral 
(leucoxene?), and pyrite altered to limonite. Both are evidently altered dikes 
of mica diorite—that is, diorite schist. 

Emerson and Perry regard these dikes as a “ basic differentiate of 
the Milford granite" (p. 340, footnote 51). 

At the Sullivan quarry, in New Bedford, Mass. (p. 285, fig. 4), a 
very slightly gneissoid biotite-muscovite granite is cut by a mica 
diorite schist dike, the schistosity of which was evidently also due to 
the pressure of the dike walls. In these places the dike material was 
intruded between parted joints in the granite. It is evident that the 
change of the eruptive into schist and the alinement of its particles 
with reference to the inclosing walls were brought about chiefly by 
éompression which, although sufficient to metamorphose the dikes, 
affected the granite but slightly; nor was the vertical pressure suffi- 
cient to plicate the dike or its inclosing walls. 

Thus a basic dike traversing a mass of granite in a highly inclined 
position may under lateral compression become schistose without the 
inclosing granite acquiring a corresponding schistosity. 

Soon after the first publication of the above description Clough, 
Crampton, and Fleet, of the British Geological Survey, found similar 
dikes in Scotland which they define as foliated by dynamic meta- 
morphism under the pressure of the inclosing granite.?? 


EFFECT OF BASIC DIKES ON GRANITE, 


Generally these dikes produced little or no effect upon the granite 
into which they were injected, but in some places the heat of the dike 
material developed minute cracks in the quartz and feldspar, in which 
secondary minerals were formed, darkening the granite, or minute 
particles of hematite were disseminated in the feldspars, reddening 
the stone. In other places the granite on either side of the dike 
became closely fissured in a direction parallel to it. 

Thus at the Robertson quarry, in Franklin, Maine, the granite for 
a space of 10 feet on each side of a vertical 3-foot diabase dike is 


9 See Clough, С. I., Crampton, C. В., and Fleet, 7. S., The augen gneiss and Moine 
sediments of Ross-shire: Geol. Mag., new ser., decade 5, vol. 7, pp. 337—345, 1910. 
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altered from medium to dark gray and the rock is filled with close 
joints dipping at low angles. In thin section the quartz particles and 
some of the feldspars are crossed by roughly parallel cracks 0.25—1.95 
millimeters apart. 

At the Flat Ledge quarry, in Rockport, Mass., the granite on 
either side of a diabase dike is darkened. A thin section of the 
darkened rock shows it to be crossed by minute parallel or con- 
verging fractures, 0.004—0.04 inch apart. The intervening space 
is crowded with angular slivers, the walls of the fractures are coated 
with chlorite, and the adjacent feldspars are altered to mica. 

At the Tonella (King) quarry, in Milford, N. H., the granite is 
cut by a 2-foot 6-inch dike of augite camptonite. For 8 feet on one 
side of the dike the granite has a marked pinkish tint due to minute 
specks of hematite in the feldspar. At the Pease quarry, in the same 
town, the granite has been reddened and darkened for a thickness 
of 50 feet, apparently by basic dikes. (See p. 185.) 

The light-gray granite at the Bailey quarry, in Allenstown, N. H. 
(p. 193), is cut by a hornblende diabase dike 3 to 4 feet thick, and the 
granite for 14 feet on one side and 2 feet on the other has become 
greenish gray owing to the slight chloritization of its plagioclase 
feldspars. 

The granite for a foot on each side of a basic dike in Ryegate, Vt., 
has close joints parallel to the dike. C. H. Richardson has pub- 
lished a photograph of a zone of laminated (close-jointed) granite 
adjacent to a basalt dike exposed in a newly opened quarry in 
Woodbury, Vt. 

SEGREGATIONS (“KNOTS ”), 


BASIC SEGREGATIONS, 


Quarrymen know too well that granite is commonly disfigured 
by gray or black “knots” of circular or oval outline, ranging in 
diameter from 0.5 inch to 3 feet and exceptionally even 10 feet. 
These were studied by geologists long ago. They are finer grained 
than the granite in which they occur, contain nearly 10 per cent less 
silica, much more black mica or hornblende (which accounts for their 
darkness), and a little more soda-lime feldspar, and their specific 
gravity is about 0.09 per cent higher.? 

In none of the knots is there a definite boundary separating them 
from the granite, except such as is caused by the change in the pro- 


1 See Vermont State Geologist Ninth Rept., pl. 67, a, 1914; also p. 151 of this bulletin. 

2 Phillips, J. A., On сопсгейолагу patches and fragments of other rocks contained 
in granite: Geol. Soc. London Quart. Jour., vol. 86, рр. 1—22, pl. 1, 1880. Merrill, б. P., 
On the black nodules or so-called inclusions іп the Maine granite: U. 8. Nat. Mus, Proc., 
vol. 6, pp. 137—141, 1883. Grimsley, G. P., Basic segregations: The granites of Cecil 
County in northeastern Maryland: Am. Soc. Nat. Hist. Jour., April and July, 1894. 
Daly, В. A., Basic segregations: The geology of Ascutney Mountain, Vt.: U. S. Geol. 
Survey Bull. 209, p 164, 1903. 
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portionate abundance of the darker minerals. The cause of knots is 
not perfectly understood. They are collections (segregations) gener- 
ally of the darker, heavier iron-magnesia minerals that were formed 
before the rock passed into a crystalline state. 

Plate XIII, A, shows 12 knots in the vertical cuts at Crabtree & 
Havey’s quarry, in Sullivan, Me. As the strength and durability 
of the stone are in no wise affected by the “knots,” the blocks con- 
taining them are used for curbing, crossings, or other constructions 
where color is not taken into consideration. " 

А thin section of a very dark gray knot from this quarry shows a much 
greater abundance of biotite than the granite. The feldspar and the biotite 
particles in the knot measure up to 0.5 millimeter (0.02 inch), whereas in the 
granite the feldspar measures up to 2.25 millimeters and the biotite up to 
0.75 millimeter. 

A segregation from the Palmer quarry, on Vinalhayen, Maine, is of medium- 
gray shade, with a very fine grained groundmass inclosing porphyritie buff- 
pinkish feldspars and smoky quartz partieles up to about 0.25 inch in diame- 
ier. The groundmass consists of quartz, potash feldspar (microcline), soda- 
lime feldspar, black mica, and hornblende in particles ranging in size from 
0.075 to 0.5 millimeter. The рогрһугійе particles are of quartz, potash feld- 
spar, or soda-lime feldspar, and hornblende, and measure from 0.75 milli- 
meter up. 

A very dark, almost black knot from the Sands quarry, also on Vinalhaven, 
consists of crowded particles of hornblende and biotite, which compose one- 
half the knot, the rest being mostly soda-lime feldspar and quartz. А spheri- 
cal knot at the same quarry was 23 feet in diameter; a similar one, at the 
Webster quarry, also in Vinalhaven, was 5 feet in diameter. One at the 
Mount Waldo quarry, 6 by 8 feet, consists of a medium-gray groundmass with 
porphyritie feldspars up to 0.75 inch and biotite scales up to 0.05 inch. One at 
the Andrews quarries, near Biddeford (p. 275), is 10 feet long. At another 
Biddeford quarry the knots are egg-shaped and occur in clusters. At the Tayn- 
tor quarry, in Hallowell, there is a belt 5 to 25 feet wide, with a course N. 10° 
E. in which knots are abundant. This crosses the flow structure, which strikes 
№ 85 W. 

The segregations in the granite exposed in the quarries at Quincy, 
Mass., are of three kinds: 

One is very fine grained, aplitic, dark bluish gray, with a matrix of potash 
feldspar, quartz, and more or less soda-lime feldspar (albite to oligoclase: 
albite), with particles from 0.025 to 0.8 millimeter, containing porphyritic 
erystals of aegirite (with some riebeckite) up to 0.84 by 0.09 millimeter, which 
appear as if corroded. Zircon, magnetite or ilmenite, and abundant apatite 
occur as accessories. There are also minute crystals of riebeckite and titanite, 
with secondary limonite and carbonate. The two other kinds belong in the 
acidie group described beyond. 


The dimensions of the large knots given in the quarry descriptions 
were obtained from the foremen. It is assumed that the knots are 
segregations, not inclusions. The dimensions range from 0.5 inch 
to 2 feet by 1 foot 6 inches, 2 feet 6 inches by 2 feet 6 inches, 3 feet 
by 4 inches, and 6 feet by 2 feet. The knots are usually small and 
roundish or elliptical. 
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ACIDIC SEGREGATIONS, 


Segregations in granite consist generally of the darker, more fer- 
ruginous minerals, but some are lighter or of the same shade as the 
surrounding granite. Among these are two varieties in the Quincy 
granite. 

Those of one variety are medium grained and medium gray, lighter or of the 
same shade as the inclosing granite. These are identical with the granite, but 
the orthoclase tends to complete its crystals. One such knot contains a complete 
section of an aegirite crystal in the center of a quartz area many times its 
size, Another has secondary orange fibrous hornblende growing on aegirite. 
Zircon and fluorite are accessory. Тһе other variety comprises some muddy 
yellow to greenish knots consisting of potash feldspar (orthoclase) minutely 
intergrown with soda-lime feldspar, in twins from 0.2 to 1 millimeter long, 
and quartz with aegirite and riebeckite, which usually appear to fill spaces be- 
tween the other minerals. The soda silicates are more or less altered to fibrous 
muscovite and carbonate; the feldspars are also streaked with white mica and 
contain secondary epidote. The usual magnetite, apatite, and riebeckite are 
present. 

Segregations are not uncommon in the granite of Rockport, Mass., 
but at Halibut Point, the extreme north end of Cape Ann, in the 
Babson Farm quarry, there is one of unusual character. It is 8 by 4 
by 24 feet and consists mainly of feldspar and quartz. The feldspar 
is a somewhat kaolinized light-grayish potash feldspar (microcline) 
minutely intergrown with soda-lime feldspar (oligoclase-albite) and 
containing a few particles of quartz. The cleavage of the feldspar 
has in places a marked curvature. The quartz is amethystine smoky, 
in particles up to 2 feet across, and has cavities from 0.00285, to 
0.0285 millimeter in diameter. In the center of this knot is a mass, 
6 by 2 inches, of a yellow-brownish mineral of the augite group. 
which Johannsen determines as bronzite, a silicate of magnesia with 
60 per cent of silica and 40 per cent of magnesia. 


ORBICULAR GRANITE, 


The white quartz (muscovite-biotite) monzonite of Bethel, Vt., is 
crossed on the east side of the Ellis quarry (see p. 158 and fig. 36) 
by a belt a few feet thick which has a marked flow structure consist- 
ing of vertical micaceous bands 0.5 inch or less wide, а foot or more 
apart, and with a northerly strike. Тһе micas in these bands tend 
to arrange themselves about the quartz and feldspar particles and 
are roughly parallel. Near the granite surface there is a branching 
mass of wrinkled bronze-colored micaceous material a foot thick 
lying in the plane of flowage. Biotite appears to be the chief con- 
stituent in this mass. In thin section it consists of coarse stringers 
of an olive-greenish biotite, more or less completely surrounding 
particles of quartz and soda-lime feldspar. There are also small 
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scales of muscovite penetrating the quartz and feldspar particles. 
In this same flowage belt there are crowds of elliptical discoid nod- 
ules of bronze-colored mica from 0.5 to 2 by 1.5 inches and about 
0.2 inch thick. The surfaces of these disks are either longitudi- 
nally or concentrically corrugated. Most of these nodules are discoid, 
but some of the smaller ones are nut shaped, resembling those in 
the well-known butternut granite of Craftsbury and Northfield, Vt.* 
Aside from their discoid form, the noticeable features of the Bethel 
nodules are that they lie in sheets parallel to the flow structure and 
that the major axes of the disks are parallel to the micaceous flowage 
bands. Plate ПІ, A, is made from a photograph of a hand specimen 
containing one of the larger disks. The white quartz monzonite of 
Plymouth, Vt. (p. 161), also contains a few of these discoid nodules. 

The attention of geologists was first called to the nodular granite 
of Craftsbury (“Craftsbury pudding granite”) by Hitchcock and 
Hager in 1861. It was next described by Hawes in 1878* and in 
greater detail by Chrusthov in 1885,5 and again by the same geologist 
in an elaborate monograph in 1894.° He found that the nodules con- 
tained over twice as much calcite as the granite. As both the granite 
and the nodules of Craftsbury differ from those of Bethel, his infer- 
ences do not exactly apply to the Bethel nodules. But a conclusion 
of Frosterus from the study of a nodular granite in Finland applies 
well to that of Bethel and shows the real significance of its nodules. 
It is that the nodules are basic segregations lying in a more basic 
part of the granite, indicating that the orbicular structure is simply 
a basic flowage band (“Schliere”) and that the nodules themselves 
lie in this as still more basic segregations." 

The nodules in orbicular granite vary greatly in composition, size, 
and structure. Orbicular granites have been described from Bohe- 
mia, California, Corsica, Finland, France, Germany, Greece, Ireland, 
North Carolina, Norway, Ontario, Portugal, Rhode Island, Sardinia, 
Scotland, and Sweden. The literature of the subject is already 
large, embracing 47 papers and probably more.® 


?See Hitchcock, Edward, and others, Report on the geology of Vermont, vol. 2, pp. 
568, 564, 721, 1861; also Dale, Т. N., U. 8. Geol. Survey Bull. 275, р. 90, 1906; Perkins, 
G. H., Vermont State Geologist Fifth Rept., p. 108, pl. 32, fig. 2, 1906. 

4 Hawes, G., Geology of New Hampshire (by С. Н. Hitchcock), vol. 3, pt. 4, p. 203, 
pl. 11, fig, 4, 1878. 

5 Chrusthov, К. D., Note sur le granite variolitique de Craftsbury en Amérique: Soc. 
min, France Bull, vol. 8, pp. 132—141, 1885. 

$Ueber holokrystaline makrovariolitisehe Gesteine: Acad. imp. sci. St.-Pétersbourg 


Mém., ser. 7, vol. 2, No. 8, Pudding granit von Craftsbury, УБ, pp. 132-146, pl. 2, 
fig. 9, and pl. 8, fig, 22, 1894. 
т Frosterus, Benjamin, Ueber ein neues Vorkomnis von Kugelgranit unfern Wirvik bei 


Borga in Finland, nebst Bemerkungen über ähnliche Bildungen: Min. pet. Mitt., vol. 13, 
pt. 8, p. 187, 1898. 

8 бее Zirkel, F., Lehrbuch der Petrographie. 2d ed., vol. 2, Kugelbildung, рр. 50, 51, 
1894; also Rosenbusch, Н., Mikroskopische Physiographie der Mineralien und Gesteine, 
4th ed. vol. 2, Kugelstruktur, рр. 85-94, 1907. ` 
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Small cavities lined with crystals occur in granite. They are un- 
common in the New England quarries, but at the Bodwell Granite 
Co.’s quarry, near Jonesboro, Maine (p. 268), there are several about 
a foot in diameter, lined with quartz crystals and epidote. The center 
of some of these is filled with calcite in very obtuse rhombohedra 
half an inch across. The large aplite vein at the same quarry has 
many irregular openings lined with crystals of feldspar and musco- 
vite. At the Machias Granite Co.’s quarry, near Marshfield, Maine 
(p. 271), there are several geodes up to 6 inches in diameter, lined 
with crystals of feldspar and amethyst, with the central space filled 
with chlorite, epidote, fluorite, and calcite. 

At the Redstone quarry, Conway, N. H. (p. 168), there are 
lenticular geodes, mainly of intergrown quartz and feldspar sur- 
rounded by a half-inch band of aplite. These geodes are lined with 
crystals of smoky amethystine quartz and orthoclase incrusted with 
chlorite and calcite. Some obtuse rhombs of calcite are 0.5 inch wide. 

Such cavities are attributed to bubbles of steam, or gas that were 
in the rock while it was molten and that gave room for the growth of 
crystals of the minerals of the granite and its accompanying fluorite 
and later became filled with secondary chlorite, epidote, and calcite. 


INCLUSIONS. 


Not to be confounded with * knots," although some of them are 
equally dark and occur near by, are irregular or angular particles of 
various rocks generally schistose, which the granite incorporated into 
itself during its intrusion. They can usually be distinguished from 
the knots by their different microscopic texture. 

Inclusions are important, for they are specimens of the rocks that 
originally overlay the granite and they indicate the relative age of 
the intrusion. The process of the formation of an inclusion of 
mica slate is shown in figure 11. 

In Connecticut, at the Stony Creek quarries, the inclusions consist 
of diorite gneiss and mica diorite gneiss. At the Hoadly Point east 
quarry an inclusion of mica diorite gneiss appears to have been elon- 
gated in the direction of the flow structure. Inclusions abound at the 
Millstone quarry (р. 396). One of banded biotite gneiss, 20 by 8j 
inches, is shown in figure 84, 0. Another of the same gneiss, 20 by 20 
feet, has a very iregular outline, with small outlying fragments and 
adjoins a 6 by 3 foot mass of pegmatite with particles as much as 5 
inches across. This mass and a smaller inclusion are shown in figure 
90, d. The granite is somewhat banded about the large inclusion 
Another, near the northwest end and bottom of the quarry, measures 
35 by 25 feet. It is a black diorite gneiss (specimen D, XXX, 6, Л) 
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consisting of oligoclase-andesine, hornblende, quartz, and biotite, with 
accessory titanite. It is crossed by quartz veins, some of which start at 
the granite, others within the granite. A vertical pegmatite dike, 3 to 
5 feet wide, in the upper granite mass referred to, contains an in- 
clusion of biotite gneiss about 5 feet by 6 inches, with its long axis 
in vertical position. (See fig. 90, a.) ~ 

Іп the Maine quarries the inclusions range from an inch to 40 feet 
in length. Part of the jagged lower edge of an inclusion in granite 
at Freeport (р. 211) is shown in Plate XV, В. It is a mass of biotite 
schist between 30 and 40 feet long and 3 feet thick, striking north 
and dipping 35° E. In quarrying, this mass has been cut from east 
to west. Under the microscope this is a coarse biotite-quartz-feld- 
spar (oligoclase) schist, probably of sedimentary origin. 

The following inclusions were noticed in the Massachusetts granite 
gneiss and granite quarries: 

The muscovite-biotite granite gneiss of the Rafferty quarry, in 
xroton (p. 308), contains several inclusions, the largest of which, 
triangular in outline, measures 30 feet on one side and 8 feet on 
another. This rock (specimen |D, ХХХ, 100, a) is a dark-gray 
biotite granite gneiss with porphyritic feldspars up to 0.6 inch. Its 
quartz is granulated like that of the inclosing gneiss. Both gneisses 
are crossed by pegmatite dike, and aplite occurs also in both. 

The muscovite-biotite-quartz monzonite gneiss of the Palmer 
quarry, in Westford (р. 312), has a lenticular inclusion, 8 feet by 3 
inches, of very fine grained, evenly foliated quartz-biotite schist with 
some cloudy particles (much kaolinized feldspar?) also a little mus- 
covite and zoisite. This rock may be of sedimentary origin. The 
gneiss at the Merrill quarry, in the same town (p. 310), also contains 
smal] dark finely banded inclusions. 

The quartz monzonite of Barker Hill, in West Townsend (p. 314), 
has inclusions up to 4 feet across of a fine-grained biotite gneiss, 
probably a quartz-mica diorite gneiss like those in the quartz monzo- 
nite of the O’Rourke quarry, in Brookline, N. H., about 5 miles to the 
northeast (p. 192). 

Тһе fine-grained muscovite-biotite granite of Becket (р. 281) con- 
tains an 8 by 10 foot inclusion of a coarse muscovite-biotite granite 
gneiss. 

The following inclusions occur in the New Hampshire granite 
quarries: At Concord, in the center of the now abandoned Crowley 
quarry is an inclusion of dark banded biotite-muscovite-oligoclase 
gneiss of slight purplish hue. It was originally 30 feet high and 
pointed at the top. It measures 30 feet in diameter at the base, which 
is nearly round on one side but rectangular on the other. А 9-іпеһ 
pegmatite dike crosses the schistosity of the gneiss but ends abruptly 
at the granite contact. Another part of this inclusion consists of por- 
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-phyritic granite with feldspars an inch long. At Milford, in the 


Daniels quarry, а roughly diamond-shaped inclusion of gneiss, over 
8 feet in diameter, has a flow structure about it parallel to its surface, 
showing that while the plastic material was adjusting itself to the 
foreign body a zonal rearrangement of the mineral constituents of 
the granite took place. 

Among the notable features of Vermont granite quarries are the 
schist inclusions. Those at Barre have been briefly referred to by 
Finlay.” Eighteen schist inclusions were noticed by the writer in 
the Barre quarries. There are three at quarry 32 (Pl. II) ; one of 
these, 25 by 10 by 10 feet, has a foliation striking N. 30° W. and dip- 
ping 60° E.; another is 20 by 8 by 5 feet. The granite is slightly 
darker for a space of 7 feet from these inclusions. At quarry 25 
several measure up to 8 by 2 feet. At quarry 8 two are 10 by 6 by 2 to 
8 feet. One at quarry 6 is 20 by 5 feet. One at quarry 10 is 30 by 8 
feet, tapering. The largest was at the Boutwell quarry, No. 1, 
measuring 57 by 10 by over 6 feet, with a foliation striking N. 10° E. 
and dipping 55° W. Another, 10 by 8 feet, has a foliation striking 
north and dipping west. Some of these do not seem to have suffered 
much horizontal displacement, for their foliation nearly agrees with 
that of the schist capping. In others it differs greatly. 


The larger Boutwell quarry inclusion was examined in detail. Parts of it 
are lustrous dark-gray muscovite-biotite-quartz schist spangled with biotite 
flakes 0.15 inch long and with garnets measuring about 0.05 inch. Parts of it 
consist of small beds of medium greenish-gray fine-grained quartzite (grains 
up to 0.2 inch) alternating with dark beds of quartz-biotite schist. The quartzite 
bands contain plates of green hornblende (up to 0.75 by 0.37 millimeter) апа 
larger garnets which inclose the quartz grains of the rock. The schist bands 
contain similar plates of biotite lying transverse to the bedding and the folia- 
tion. Both kinds of bands contain lenses of carbonate (up to 0.87 millimeter) 
and irregular particles and crystals of zoisite and epidote. As the schists of 
Barre away from the granite are spangled with various minerals (see p. 123) 
it is hardly possible to determine which if any of the isolated minerals in this 
mass was formed at the time of the granitic intrusion. Тһе hornblende and 
garnet may have been. A few inches of the under side of this inclusion consist 
of interbanded granite and schist, the schist having evidently at the time of 
the intrusion been broken into slivers along its schistosity, and the semiliquid 
granite having been forced in between them. Тһе Specimen in Plate III B, 
at the left, is from this point. It shows two minute dikes of granite, 0.5 to 
1.2 inches wide, penetrating the schist and ramifying. The main dikes follow 
the foliation, but the minor branches form very acute angles with it and 
taper out. A thin section made across one of these little dikes and the inclosing 
schist shows the former to be the typical biotite granite of Barre and the 
latter a quartz-muscoyite-biotite schist spangled with biotite plates (up to 0.1 
inch). The quartz of the granite shows marked strain effects. The demarca- 
tion between granite and schist is sharp, and no effect of granite upon schist 


appears. 


э Finlay, ©. L, The granite area of Barre, Vt.: Vermont State Geologist Third Rept., 
р. 51; 1902. 
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At the Bailey quarry (No. 6, Pl. II) an inclusion lies very 
near the schist capping. As the bedding of the inclusion strikes 
nearly east and that of the capping N. 20?—60? E., the inclusion has 
been revolved. Both capping and inclusion have been shattered and 
injected with aplite and pegmatite. 

At the Morrison quarry, on Blue Mountain, in Ryegate, two schist 
inclusions were noticed measuring 8 by 4 feet and 3 feet by 1 foot. 
The edge of the larger one is injected with granite, which fills lentic- 
ular spaces, as shown in Plate III, В, at the right. In another 
specimen the schist has sharp plications, 5 inches high, with lenses 
of smoky quartz parallel to them, but the nearest edge of the in- 
clusion is nearly a plane surface. 

A thin section, 1.6 by 0.7 inch, across the edge of this inclusion shows a 
little granite dike, the quartz monzonite of the quarry, 0.3 to 0.6 inch thick, 
with schist on both sides. Тһе schist is a quartz-microcline-biotite schist with 
a little muscovite and rare grains of oligoclase. It has lenses of biotite and 
muscovite in which large scales of each mica lie at right angles to one another. 
The sheets of cavities in the quartz of the granite are about parallel to the 
course of the dikelet and the foliation of the schist. Two other sections of 
the schist show much apatite in minute crystals and rare particles of allanite, 
The sheets of cavities in the quartz particles of the schist are at right angles 
to its foliation and do not penetrate the quartz of the granite. 

Although not connected with any quarry certain granite boulders 
on a shoulder of Miles Mountain, in Concord, in northeastern Ver- 
mont,” are of interest because of their inclusions of sedimentary 
schist still preserving bedding planes and cleavage foliation. 

The general inferences from all these observations of inclusions 
are as follows: 

Inclusions in granite rock may consist of any igneous or sedi- 
mentary rock intruded by the granite. 

The ragged edges of schistose inclusions and the interbanding of 
granite with slivers of schist afford evidence of the lacerating effect 
of the intrusion upon such rocks. 

The effect of heat upon the minerals of included metamorphic 
rocks was very slight indeed. 

Inclusions in granite are likely to be associated with pegmatite 
and aplite. 

The plastic granite in adapting itself to rigid inclusions of lower 
temperature usually rearranged its mineral constituents in zones 
about the inclusions, as in flow structure. 


GNEISSIC STRUCTURE, 


Gneissic structure consists of an alinement of the constituents of a 
granite in more or less parallel planes, giving to the rock a schis- 


19 See Dale, Т, N., U. S. Geol. Survey Bull. 589, p. 54, 1915. 
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tosity, as shown in Plate XXIX, A, so that it can be split into 
irregular, slablike pieces of den. or larger dimensions. 

According to Gregory,” the sheets may be all of the same material or may 
be of different materials; for instance, sheets consisting largely of biotite and 
feldspar may alternate with sheets that are prevailingly quartz. Granite 
gneisses have been formed from granites, the change being chiefly a rearrange- 
ment of the mineral particles. The micas and other minerals are drawn out 
along well-marked planes, and new micas, both muscovite and biotite, have 
been produced. Gneiss may also contain tourmaline, garnet, and other minerals 
that are not generally found in granite. The difference in appearance between 
the granite and the gneiss will depend on the amount of metamorphism— 
chemical and crystalline action under moisture, heat, and compression—the 
rock has undergone. Occasionally the two types will appear in the same quarry. 
as in the Stony Creek region [Connecticut]. 


The general cause of gneissic structure is crustal compression. 


RUSTY STAIN AND ITS CAUSES, 


Rusty (limonite) staining (“sap”) along the upper and lower 
parts of the sheets and also along the joints and headings is common 
in granite quarries, although some quarries are almost entirely free 
from it. The concentric inward growth of “sap” from the close 
joints of a heading is well shown in Plate XVII, 8. The zone of 
stain along the sheets is from half an inch to 12 inches, exceptionally 
even 24 inches, wide on each side of the sheet parting. Its width, how- 
ever, decreases gradually from the surface sheets downward. In places 
the “вар” consists of two parts—an outer dark brownish zone from 
0.75 to 1.5 inches wide, and an inner more yellowish zone from 0.25 
to 0.5 inch wide Generally, however, the stain diminishes gradually 
from without inward. 

When the stone is intended for facing or trimming buildings the 
presence of “sap” is a serious matter, as the stained edge of each 
block must be split off, which adds somewhat to the cost of produc- 
tion. This stain has been supposed to be always due to the oxidation 
of the ferruginous minerals of the granite, biotite, hornblende, mag- 
netite, and pyrite, but some thin sections do not bear out this theory. 

Thus one from the Tayntor quarry, near Hallowell, Maine, shows that the 
stain has insinuated itself into the cleavage planes and cracks of the feldspar 
and muscovite and in the cracks of the quartz, forming minute deposits of limo- 
nite therein, but the biotite scales and magnetite particles are generally unrelated 
to the stain. A section, taken from the “top” of the Hopewell quarry, in 
Sullivan, Maine, where the fresh rock has a bluish tinge and the * sap " a general 
buff color, shows that the staining extends along the cleavages and fissures 
and in the spaces between the minerals, but that it does not appear in con- 
nection with the biotite scales, although it is increased by the magnetite 


particles. А section from the upper part of High Isle, south of Rockland, 
Maine, where the dark *sap" is 1 inch w ide and an inner lighter part is 0.2 inch 


3 Gregory, H. E., U. S. Geol. Survey Bull. 484, pp. 16—17, 1911. 
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wide, shows a series of roughly parallel cracks crossing the “sap” vertically, 
with subsidiary transverse cracks. "These cracks and the cleavages of the 
feldspar and the spaces between the minerals are stained, but the staining has 
no connectien with the biotite, and some large particles of magnetite are 
searcely touched by it. (See fig. 5.) 

Limonitic stain is very abundant in the quarries at Rockport, 
Mass., where its brightness has led to the architectural use of the 
stone showing it. Thin sections of the Rockport “sap” show the 
stain along the boundaries of particles and in all cleavage and rift 
eracks as well as in streaks across them. It is conspicuous about 
hornblende and magnetite particles. The stain has also proceeded 
from the cracks inward into 
the intervening areas. The 
zonal arrangement of the 
stain is also noticeable. 
The medium gray of the 
fresh granite becomes at 
first greenish toward the 
surface; this is followed by 
a zone of deep yellow- 
brown; and that in turn 
by a much lighter yellow- 
brown. The greenish zone 
is that of advancing limon- М d 
itization, the next of maxi- Freurs 5.—Minerals in thin section (3.76 by 4.23 


mum. stain nd th t- millimeters—0.15 by 0.17 inch) of biotite 
а the ou granite from High Isle in Knox County, Maine, 


side is that of delimoniti- showing “sap.” The ramifications of “вар” 
та - 24 У (limonite stain) across and around feldspar 
zation, v deoxidation due and quartz particles (marked f and а) are inde- 


to organic acids, and made pendent of the biotite and magnetite particles. 
till liehter b 1 Г Fine-lined parts are biotite; fine-dotted areas 
su 1ghter оу the greater are titanite; large black masses are magnetite. 
kaolinization of the feld- Some of the borders of quartz particles are 
shown by dotted lines. 

spars of the surface. In 

some Rockport specimens this outer paler zone is covered by an ex- 
tremely thin crust of bright yellow-brown, as if a secondary infiltra- 
tion of limonite had taken place after the deoxidation. Although in 
the granite of Rockport the ferruginous minerals have furnished 
some of the stain, 16 is doubtful whether they could have supplied 
enough to color so many sheet and joint surfaces so intensely. 

A specimen of granite from the Dell Hitchcock quarry, Quincy, 
Mass., has a rim of “sap” from 1 to 1.5 inches wide, of which the 
inner tenth to three-tenths is dark brown and the rest light brown. 
The inner boundary is very uneven, the rusty part having encroached 
upon the granite in roundish protuberances. Some of the limonite 
streaks start from aegirite particles. In a piece from the Wigwam 
quarry the stain proceeds from magnetite particles and not from the 
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black silicates, but some of the magnetite particles are within crys- 
tals of riebeckite. In a specimen from the pea-green granite of the 
Lepage quarry, out of a rusty band 1.5 to 2 inches thick, an inner 
0.2 inch is deep brown, but the fresh granite next to it is dark-green- 
ish. The rest, or outer part, ranges from a very light brown to 
cream-colored at the surface. The stain proceeds from the black 
silicates and from the vicinity of zircon crystals, many of which are 
associated with iron in some form. An aegirite crystal is one-half 
hematite. The central parts of others are altered to limonite before 
the outer. A thin section of discolored granite from Westerly, 
R. L, also shows the rust stain arising from biotite and magnetite 
particles (p. 413). ` 

In one of the fine-grained granites of Milford, N. H. (Hayden 
quarry, now abandoned), there are scattered porphyritie crystals of 
black mica up to 1 inch long, 0.5 inch wide, and very thin, around 
which, after exposure, a circle of slight limonitic stain 20 inches in 
diameter appears on the rift surface. The biotite probably contains, 
as usual, small particles of magnetite. 

Another kind of limonitic staining, even more serious in its con- 
sequences, appears on fresh faces of granite, either in the quarry 
or after its removal. This consists of sporadic rusty stains from 
0.5 to 1 inch in diameter, arising from the oxidation of minute 
particles of some undetermined ferruginous mineral, possibly al- 
lanite. Such stains generally, however, arise from pyrite. 

Daly? describes a bluish-gray syenite from Windsor, Vt. (feld- 
spar, quartz, hornblende, augite, biotite), that after 24 hours’ ex- 
posure assumes a greenish tinge, which eventually becomes more or 
less brownish. He has demonstrated by experiment with oxygen 
that this change is due to the oxidation of minute blackish granules 
of ferrous oxide within the feldspar, giving а yellow which, in com- 
bination with the original bluish tint of the feldspar, produces a 
green. "Тһе large columns of the library of Columbia University. 
in New York, are made of this rock. The quartz diorite of Alfred, 
Maine (p. 979), becomes greenish after one or two years' exposure; 
and the gray hornblende granite of the Blood Ledge quarry, in 
Rockport, Mass. (p. 300), becomes olive-green in three or four hours 
after wetting. 

Some of the green granites, as shown on page 76, owe much of 
their color to limonite stain proceeding from minute allanite crystals. 
(See fig. 6:) 

Rusty discoloration in granite is thus of five kinds—that due to 
the infiltration of ferruginous water; that due to the oxidation of 
the generally disseminated ferruginous minerals (biotite, hornblende, 


12 Daly, В. A., The geology of Ascutney Mountain, Vermont: U. S. Geol. Survey Bull. 
209, pp. 51—53, 1903. 
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aegirite, magnetite, and pyrite)'? by nonferruginous water; that due 
to the oxidation of sporadic ferruginous minerals; that due to the 
oxidation of ferrous oxide within the feldspars; and finally that 
due to limonite from the alteration of the iron compounds in minute 
erystals of allanite. Of course, some rusty stain may have arisen 
from several of these sources combined. 

The water that produces the rust-colored bands reaches the sheet 
partings through the intersecting joint partings and then travels 
between the sheets and permeates the lower surface of the overlying 
sheet and the upper surface of the underlying sheet by capillary 
attraction. 

General Grant’s tomb in New York is an unfortunate example of 
the discoloration of granite after its exposure to the weather. 
Neither the chemical analysis of the stone nor its appearance in the 
quarry or under the microscope affords any explanation of this 
change. (See under North Jay, Maine, pp. 212-214.) That the dis- 
coloration followed certain structural planes in the rock is evident, 
because the zones of stain are parallel to the axes of some of the col- 
umns but at right angles to those of others. It is also evident that 
some of the columns were cut parallel to the structure and others 
at right angles to it, a difference which makes the discoloration still 

‚ тоге conspicuous. The only two structures are the rift, which is 
horizontal, and the flow structure, which is in gently inclined undu- 
lations. It may be surmised that in that portion of the quarry 
which furnished the stone for the tomb there was more iron in the 
form of pyrite or magnetite than there was in the samples of the 
stone the chemical, microscopic, and geologic study of which is here 
reported; and that upon continued exposure the oxidation of these 
iron compounds produced enough limonitic stain to discolor both 
walls and columns. This stain followed the arrangement of the 
pyrite and magnetic grains, which was probably in the direction of 
the flow structure. 

Limonitic stain along the sheet surfaces may be removed by nat- 
ural causes. At the Frazer quarry, on Blue Mountain, in Ryegate, 
Vt. (p. 115), there is a band of rusty stain along the base of a 
sheet 12 feet thick dipping 25° down the hill. The band, which is 
an inch wide, is separated from the lower surface of the sheet by 1 
or 2 inches of clear granite. A careful examination of the specimen 
shows that all the minerals in the rusty band are stained a medium 


18 The rust-stained joint faces of aplite at Hingham, Mass. (р. 338), are probably due 
to the oxidation and hydration of its abundant pyrite as well as of its magnetite, Allen 
J. Howe (Geology of building stones, р. 860, London, 1910), states that “ well-crystal- 
lized pyrite in a fresh granite is not a source of much danger, but it, like all other 
iron compounds, may produce, by oxidation and hydration, either local spots or a uniform 
tinge of iron stain, in accordance with its distribution in isolated crystals or in uni- 
formly scattered granules." 
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brown, and that the space below it, although of the same color аз 
that above it, yet has dots 0.1 inch wide of very dark brown. A thin 
section of this part shows limonite proceeding from biotite and al- 
lanite crystals. A thin section of the clear granite above the band 
shows no limonite whatever about a crystal of allanite. There seems, 
therefore, to have been a partial delimonitization of the lower part of 
the zone of “sap,” which may be attributed to organic acids in the 
water circulating between the sheets after that which produced the 
stain. 

At the old Crabtree quarry, east of Minturn, on Swans Island, in 
Maine, the limonitie band, about an inch thick, is 2 inches above the 
bottom of the sheet, owing to such delimonitization. 


DECOMPOSITION, 
GENERAL FEATURES. 


Notwithstanding the strength and durability of granite, it is liable, 
under certain conditions and in the course of long time, to decompose 
into a clayey sand. This is the result of its physical, mineralogical, 
and chemical constitution and properties. One of the most striking 
illustrations of decomposition is the occurrence in some of the Maine 
quarries of “beds” of sand or decomposed granite within the fresh 
granite, either between the sheets away from headings or within the 
headings and along or across the sheets. Thus at the Palmer quarry, 
in Vinalhaven, 20 feet below the surface in the face of the quarry, 
there is a bed of granite sand 18 inches thick between two sheets, 
which at that point dip about 10° into the hill. On the south- 
east side of the Longfellow quarry, near Hallowell, some of the 
sheets within a wide heading include granite sand beds about 10 
inches thick. At the Shattuck Mountain quarry, near Red Beach, a 
6-foot heading includes a vertical layer of granite sand 8 inches 
thick. Specimens taken from these various sand beds show that the 
disintegration begins with microscopic fractures, or in some places 
the enlarged rift cracks, producing the “shake” structure described 
on page 39. and is followed by more or less kaolinization of the 
feldspars. This process consists in the loss of alkali and the taking 
up of water, resulting in the passing of the feldspar into a white 
clay (kaolin). 

The joint and sheet structure affords ingress to surface water, 
which contains its usual percentage of carbonic acid, and the “ rift ” 
structure facilitates the kaolinization of the feldspar on either side 
of the sheet parting by this water. As the feldspars pass into clay 
the rock erumbles into sand consisting of quartz, mica, and kaolin 
and of feldspar in various stages of kaolinization. Іп some places 
within the range and depth of frost a large part of this work may 


SCIENTIFIC DISCUSSION. 71 


have been done by frost. The sand would there be mainly the prod- 
uct of the “shake > structure. 

Along the Maine coast the surface of granite ledges bear in pro- 
tected places an inch or so of granite sand, which represents surface 
disintegration since the postglacial submergence. 

In regions that have not been swept by a continental glacier any 
granite mass would be covered with the products of the decomposi- 
tion of its own surface. In the Tropics the abundant rainfall and 
the organic acids from a luxuriant vegetation materially hasten the 
decomposition, and granitic rocks in such regions are for these 
reasons often covered with many feet of sand and soil.'* 

Walther,* in an interesting work on erosion in the Egyptian desert, 
describes the effect of the weathering of a certain gray granite in the 
Sinaitie peninsula as the excavation of a series of circular holes, 1 
to 8 inches in diameter and 4 to 90 inches deep, in the sides of ЕК 
sheets. Не attributes these holes to chemical action upon the feld- 
spars in shady depressions where rain, dew, and rock moisture are 
less easily dried up, aided by the wind-blown sand of the desert. 
He also (p. 363) attributes exfoliation of granite in the desert, in 
which the folia measure 0.2-0.6 inch in thickness, to differences in 
temperature causing unequal expansion of the outer surface cooled 
at night and the inner one still preserving the heat of the previous 
day. 

The incipient stage of weathering may be observed in any long- 
exposed granite ledge in the milky whiteness of the feldspars. This 
change usually attacks the soda-lime feldspars first. The black mica, 
owing to its content of iron oxide, is also liable to early decomposi- 
tion. Тһе process of weathering, as it affects the rock as a whole, 
involves the following chemical changes: A loss of lime, magnesia, 
potash, and. soda; a gain of water, and a relative gain бё silica, alu- 
mina, and iron оде йыб is, relative to the reduced weight of the 
weathered rock. The subject of weathering of granite is fülly treated 
in the writings of Мегт 1,6 Keyes," and Watson.'* 

The changes in granite after it has entered into buildings or other 
structures are less marked than those in the natural rock, because 
the blocks are not then traversed by anything analogous to sheet and 


м Branner, J. C., Decomposition of rocks in Brazil: Geol. Бос. America Bull. vol. 7, 
p. 31, 1896. 

15 Walther, Johannes, Die Deniidation in der Wiüste und ihre geologische Bedeutung: 
К. siichs. Gesell. Wiss., Math.-phys. Classe, Abh., vol. 16, pp. 367, 368, Leipzig, 1891. 

16 Merrill, G. P., Disintegration of the granite rocks of the District of Columbia: Geol. 
Soe. America Bull, vol. 6, p. 821, 1895; also А treatise on rocks, rock-weathering, and 
soils, pp. 206-214, 236, 244, 245, 257, New York, 1897. 

її Keyes, C. R., The origin and relations of central Maryland granites: U. 8. Geol 
Survey Fifteenth Ann. Rept., p. 725, pls. 42—45, 1895. See also Iowa Acad. Sci. Proc., 
vol. 1, pt. 3, pp. 22—24, vol. 2, рр. 27-81, pls. 2-4, 1895. 

15 Watson, T. L., А preliminary report on a part of the granites and gneisses of Georgia, 
pp. 299, 300, 308, 329, 331, 333, 1902. 
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joint structure, and also because the years of historic time are few 
compared to those of geologic time. Much has been written on the 
decay of granite in monuments and buildings.? Such decay is mainly 
attributable to microscopic fissures produced by the unequal and 
repeated expansion and contraction of the different minerals of the 
granite under changes of solar temperature. In countries where the 
winter temperature is very low the action of frost within such fissures 
powerfully assists the process of disintegration. Thus the obelisk 
now in New York suffered more from three years’ exposure to our 
climate than it had during over 3,400 years in Egypt, although the 
fissures along which frost operated were started long before it reached 
this country. A minor factor in decay is the chemical action of 
water along fissures.” 

The results of some recent studies on the weathering of ancient 
granite monuments in Egypt == show the durability of this stone in 
terms of years in that climate. It was found that in southern Egypt 


obelisks dating from 588 to 2100 B. C., or from 2,504 to 4,016 years | 


old, showed no perceptible disintegration or even incipient exfolia- 
tion on southern exposures, but that farther north, at Luxor, 'Thebes, 
and Gizeh, and in the Museum at Cairo the granite (chiefly that of 
Syene) of pyramids, statues, and temples, dating from 518 to 
9850 B. C., or from 2,284 to 4,766 years old, showed an average rate 
of disintegration and exfoliation ranging from nearly 0.04 to 0.08 
inch per 1,000 years. Тһе maximum rate in the temple at Karnak 
was about 0.2 inch per 1,000 years, and the minimum rate so slow 
as to be imperceptible in 3,000 years. 

All the causes of decay referred to operate more effectively in 
coarse granites than in fine ones. Merrill points out that the reason 
for the greater resistance to weathering offered by sawn or polished 
surfaces than by cut or hammered surfaces is that the latter are full 
of minute fractures parallel to the surface, produced by tool im- 
pact, and that these fractures facilitate scaling. 


OVOIDAL WEATHERING. 


Shaler called attention to spheroidal weathering in the granite of 
Rockport, and gave a plate showing “decomposition boulders,” 
which are the result of the progress of decay working inward from 


19 Julien, A. A., The durability of building stones in New York City: Tenth Census, 
vol 10, Granite, pp. 870-871, 1884. Merrill, Geo, P., Physical, chemical, and economic 
properties of building stones: Maryland Geol. Survey, vol. 2, Granite, рр. 92-94, 1898. 
Also Merrill’s Stones for building and decoration, 3d ed., Weathering of granite, pp. 
434, 435, 1903. z 

20 Julien, А. A., A study of the New York obelisk as a decayed boulder: New York Acad, 
Sci. Annals, vol. 8, рр. 93-166, 1893. 

2: Barton, D. C., The disintegration of granite in Egypt: Jour. Geology, vol. 24, pp. 
986—391, 1916. 

22 Shaler, М. S., The geology of Cape Ann, Mass.: U. S. Geol. Survey Ninth Ann. Rept., 
p 567, pl. 51, 1889. 
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both sheet and joint surfaces. This is not unusual in granite regions. 
A fine illustration of the concentric surface weathering of granite 
in the Sierra Nevada was given by Turner? This decay is mainly 
due to the chemical processes described under “ Decomposition ” 
(p. 70). Spheroidal weathering in granite may, however, be partly 
of different origin. The writer many years ago made some colored 
sketches of a concentric cylindrical structure in granite at a rail- 
road cut at Unter Brambach, in Saxony, in which the surfaces an 
inch or two apart were coated with limonite stain. The cylindrical 
forms, although brought out by weathering, were apparently due 
to internal structure. Of like structural origin are also the con- 
centric shelly spheroids of granite about an inner concretion of 
mica, a foot in diameter, in central Bohemia described by Jokély.™ 

Р. A. Wagner” attributes spheroidal weathering in a South 
African granite to spheroidal contraction during cooling. 

Plate ХХТХ, В, represents an ovoid mass of extremely fine 
quartz monzonite (45 by 334 by 25 inches) from the Redstone quarry, 
near Westerly, В. I. (p. 413). This mass came from a point 30 feet 
below the surface within a heading 40 feet wide at the north end 
of the quarry, where much decomposition had taken place. As 
there are no indications at any of the Westerly quarries of an 
original spheroidal structure, this mass must be classed with those of 
Cape Ann, but the decomposition, instead of working on five sides 
of an exposed mass, has operated on the sides of a block formed 
by intersecting joints and sheets considerably below the general 
surface, and the egg shape is due to the unequal spacing of these 
partings. 

SPECIAL FEATURES. 


The following ten sections include certain geologic and petro- 
graphic features of granite which, although of scientific interest, 
hardly come under any of the previous headings.  * 


PEGMATITE DIKES IN GROUPS. 


The granite of Milford, N. H., is crossed by the usual pegmatite 
dikes, but at several quarries instead of being single or ramifying the 
dikes occur in parallel sets of 3 to 12 and have sinuous courses. This 
grouping is exceptional in the New England quarries. At the old 
Field quarry, near the village, the individual dikes measure 0.25 to 1 
inch in width and number up to 10 in a set, and the sets recur at inter- 


23 Turner, Н. W., Rocks of the Sierra Nevada: Т), S. Geol. Survey Fourteenth Ann. 
Бері., pt. 2, р. 481, pl. 53, 1894. 

* Jokély, Johann, Geognostische Verhiiltnisse in einem Theile des mittleren Bóhmen: 
К.-К. geol. Reichsanstalt Jahrb., vol. 6, p. 375 and figure, 1855. 

2 Wagner, P. A., Negative spheroidal weathering and jointing in a granite of southern 
Rhodesia: Geol. Soc. South Africa Trans., vol. 15, pp. 155-164, pls. 18-21, 1913. 
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vals of 15 to 20 feet. At the abandoned Hayden quarry, a mile south, 
such dikes 0.25 to 1 inch wide and up to 12 in a group, recur at inter- 
vals of 20 to 80 feet. At the Young quarry, midway between these 
localities, the sets consist of 8 to 8 dikes up to 3 inches thick and recur 
at intervals of 20 feet. The dikes here meander and unite in the 
most intricate manner, occupying bands of granite 5 to 10 feet thick, 
which in quarrying have to be discarded. Somewhat similar dikes 
were noted in a small quarry 3 miles northeast of Lewiston, Maine, 
where a fine-grained biotite gneiss is traversed in a space of 30 feet 
by 27 pegmatite dikes, 1 inch to 2 feet thick, all dipping 80°. 

It is difficult to explain the grouping and spacing of these dikes 
without supposing some periodicity in the application of the tension 
that made openings for them. The sinuosity of the courses of such 
dikes has been regarded as evidence that the openings were the result 
of tensile rather than of compressive or other strain. 


MUSCOVITE VEINS. 


At some of the quarries in Concord, N, H., the muscovite-biotite 
granite is traversed here and there by what quarrymen term “sand 
streaks” or “sand seams.” These are veins of white mica, 0.1 to 0.4 
inch wide, with a border of quartz and feldspar about 0.1 inch wide 
on each side. The mica plates measure up to 0.07 inch in diameter. 
Some of these veins, however, consist almost entirely of mica plates 
without any regular arrangement, attain a thickness of 14 inches, and 
have mica plates up to 0.2 inch. 

Veins of kindred but not identical character were observed at 
Milford, N. Н. At the disused Field quarry muscovite veins 0.5 inch 
wide, with a central parting, recur at intervals of 15 to 20 feet. 
They strike like the pegmatite dikes referred to on page 73 and are 
discontinuous, not exceeding 6 feet at a stretch and being in places 
but a few inches. At the neighboring quarries of the Milford Granite 
Co, there is a heading striking N. 30° E., the joints of which inclose 
segregation veins of muscovite and quartz, the quartz in the center. 
These are from 0.1 to 0.5 inch wide and the granite is discolored 
bright reddish up to 0.5 inch on each side. The biotite is also 
chloritized. 

It will be noticed that these Concord and Milford veins differ in 
that the former usually have muscovite in the center and the latter 
quartz. Both kinds of veins may be attributed to the percolation of 
mineral solutions along fissures. In either kind the outer mineral 
was deposited first. The proximity and parallelism of many of these 
veins to pegmatite dikes suggest that although deposited from solu- 
tions they were probably intimately related to the pegmatite dikes 
and were formed at the same time. In that case the heading referred 
to at Milford antedates the sheet structure. 
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SCIENTIFIC DISCUSSION. 
ZEOLITE VEINS. 


At the McGaughey quarry, in Mystic village, in Groton, Conn. 
(p. 888), the quartz monzonite has two zeolites. A vertical “blind 
seam,” striking N. 60° E., proves to be a veinlet, 1 millimeter wide, 
of a fibrous light-brownish zeolite (natrolite?), with a more minute 
parallel branch, 0.5 millimeter away, of another zeolite near stilbite. 
This mineral has replaced some of the adjoining oligoclase-andesine 
and also sends microscopic veinlets across quartz particles. The 
granite is discolored for 0.5 inch on either side of the veinlet. A 
vertical pegmatite dike strikes N. 809 W. 


MINERAL VEINS. 


The presence of mineral veins in granite has no special signifi- 
cance in a work on granite, but in the one case noted the course 
of the vein was governed by that of a group of joints (“heading”). 

At the Roxbury quarry, Conn. (p. 372), owing to the proximity 
of a vein of siderite which was formerly mined, three veins, each 
not over 8 inches thick, consisting of siderite, pyrite, chalcopyrite, 
galena, and secondary quartz coating crystals of siderite, occur 
within and parallel to three vertical headings. 


FELDSPARS. 


ORIGINAL AND SECONDARY COLORS. 


Although the shade of а granite is largely determined by that of 
its quartz particles and the relative abundance and size of its black 
mica scales, its general color is almost invariably determined by that 
of its feldspars. 'The colors of feldspars in commercial granite are so 
varied as to be an object of interest not only to the geologist but to 
the quarryman and the architect. 

The New England granites described in this bulletin have feld- 
spars of 11 colors—bluish, greenish, olive-green, pea-green, cream 
color. lavender, buff, pinkish buff, reddish, and greenish brown. 
Some are colorless and transparent or milk-white, others are dark 
er light gray, and the colored ones may be either transparent, trans- 

. lucent. or opaque. The relative opacity is determined mainly by 
degree of kaolinization and micacization. 

In some granites the origin of the color is not easily determinable. 
Thus the feldspar of the granite of Concord, N. H., is translucent, 
with a slight bluish tinge, but the sections show no mineral which 
would produce such a tinge. In other granites, however, the re- 
sults of microscopic examination are more satisfactory. Thus one of 
the granites of Rockport, Mass. (p. 298), owes its greenish tinge to 
chlorite scales and limonite stain. The granites of Milford, Mass. 
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(p. 349), have a delicate pink orthoclase and a yellow-greenish 
plagioclase. "The greenish tint is due to innumerable minute crystals 
of epidote and a few scales of chlorite. The smallest of these epidote 
crystals measure about 0.001 millimeter. The orthoclase is much 
kaolinized, and the cause of the pinkish tinge is not apparent but is 
supposed to be due to the presence of infinitesimal particles of red- 
dish hematite (Fe,O,). 

The reddish biotite granite of the Redstone quarry at Westerly, 
R. I. (p. 412), contains a pinkish potash feldspar and a cream-colored 
plagioclase, both translucent and more or less micacized. They 
are both stained reddish here and there by bematite (Fe,O,) pro- 
ceeding from the oxidation of magnetite particles (Ее,О,). This 
shows how the reddish color may be brought about. A similar 
reddening of the feldspar along the joint faces at Redstone, N. H., 
is due to hematite plainly proceeding from magnetite particles 
(p. 168). 

The olive-green granite of Rockport (p. 293) contains a grayish 
olive-green orthoclase which appears crowded with opaque par- 
ticles, the largest of which measure from 0.0028 to 0.014 millimeter. 
There is yellow limonitic (Fe,O,H,) staining both along the rift 
cracks and about the opaque particles, some of which may be fer- 
rous iron (FeO) and others kaolin. This limonite stain, in con- 
nection with an original bluish tinge unaccounted for, produces 
the olive-green. This granite contains also biotite and allanite. The 
similar olive-green granite from Redstone, N. H. (p. 168), owes its 
green tinge more to the color of the quartz than to that of the feld- 
spar. The feldspar is a medium bluish gray with an occasional 
yellow-stained cleavage or rift crack. The limonite stain here 
clearly proceeds from the alteration of somewhat abundant particles 
and crystals of allanite,? as shown in figure 6, and also from par- 
ticles of hornblende. 

Daly 27 has shown experimentally that the green color which ap- 
pears soon after exposure in the granite of Windsor, Vt., is due to 
the oxidization of extremely minute blackish granules of ferrous 
oxide in the feldspars and to the combination of the yellowish-brown 
color from the limonite thus produced with the bluish gray of the 
unaltered feldspar. 

The bluish and greenish tints of the medium to dark gray feld- 
spar of Quincy granite (p. 317) are due to finely disseminated crys- 
tals of bluish riebeckite, measuring from about 0.001 to 0.1 milli- 


25 See glossary (p. 467), also Iddings, J. P., and Cross, Whitman, On the widespread 
occurrence of allanite as an accessory constituent of many rocks: Am. Jour. Sel, 3d ser., 


vol. 30, pp. 108—111, 1885. 
7Z Daly, В. А., The geology of Ascutney Mountain, Vt.: U. S. Geol. Survey Bull. 209, 


1903. 
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meter іп length by about 0.001 millimeter in width, and to innumer- 
able still more minute particles of grass-green aegirite. 

This bluish-greenish gray feldspar of Quincy granite assumes very 
different colors as the result of various alterations. In some places 
it becomes cream-colored, in others a delicate pea-green, or pink to 
pinkish gray or dark greenish-brownish gray, in others a light 
olive-gray, and in still others it becomes spotted with a deep red. 
The mode of these occurrences, the appearance of the changed feld- 
spars in thin section, and prob- 
able causes of the changes are set 
forth below. 

At the Galvin quarry, in 
Quincy (p. 395), the granite. on 
either side of the quartz veins, 
which contain a little ilmenite 
and carbonate, is changed for 4 
inches from its usual bluish gray 
to cream-color. At the Field & 
Wild quarry, also in Quincy 
(p.386), these veins are bordered 
by 38-inch zones of greenish, pink- 
ish, or light-grayish discolora- Figure 6.—Part of a thin section of green 
tion. The cream and light gray biotite-hornblende granite from Red- 
seem to be due notso much to the . Stone: Conway, M. Н, enlarged 518 di 

ameters, showing a crystal of allanite 
kaolinization of the feldspars with radiating cracks, which are filled 
В M a f with yellowish limonite stain, also bands 
and to limonite stain from the of such stain apart from these cracks. 
ilmenite of the vein as to a The dotted areas are quartz, the rest 
diminution of certain minute ig МИА oh akan D ассо 
black particles which abound 
in the unaltered feldspar. The pinkish color is due to. ћета- 
tite and the greenish to aegirite and the removal of the riebeckite. 
The reduction of the black particles and any kaolinization of 
the feldspars along these veins must be attributed to carbonic 
acid waters, and these must either have come from below with 
the silica of the vein or from above by infiltration along the vein 
courses.?? 

At the Cashman quarry,in West Quincy (p. 331), the granite at 
.both the north and the south ends, to а depth of over (0 feet from 
the rock surface, has delicate pea-green feldspars, but normal gray 
granite occupies the center of the quarry. Similar pea-green feld- 
Spar occurs on the south side of the Lepage quarry (p. 330), in West 
Quincy, to a depth of 30 to 40 feet, and at one of the Winquist 


28 Van Hise, C. R., А treatise on metamorphism: Т). 5. Geol. Survey Mon. 47, pp. 
120—728, 1904. 
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quarries on the North Commons (p. 324), to a depth of 125 feet from 
the rock surface. This pea-green tint seems to be due mainly to 
the presence of minute particles and crystals of light-green aegirite, 
and secondarily to the absence or removal of the minute riebeckite 
erystals. There is also here and there a secondary light yellowish- 
brown hornblende in minute prismatic crystals. This granite has 
the appearance of having undergone alteration of one or two kinds. 
Some structural feature seems necessary to account for the separa- 
tion of two vertical belts of light-green granite by a normal gray 
one at the Cashman quarry. 

A pink granite occupies one-half of the Savo quarry (p. 331), in 
West Quincy, to a depth of 30 feet, and the pea-green granite the 
other half. The feldspars of the pink stone have been kaolinized 
and made pink. The larger riebeckite and aegirite particles have 
passed into masses (pseudomorphs) of quartz, magnetite, and car- 
bonate, with some epidote and chlorite. Magnetite crystals are con- 
spicuous іп them. The minute crystals of riebeckite have disap- 
peared. These changes in the feldspar and the ferro-soda silicates 
could be explained by access of carbonated surface waters and meta- 
morphic action. The color of the feldspar must be attributed either 
to the reduction of limonite particles or to the oxidation of mag- 
netite. 

At the Sartori quarry, in Quincy (р. 335), the feldspar has become 
largely kaolinized and micacized and also somewhat stained with 
hematite. It has lost its translucence and acquired a dull greenish- 
brown hue. The black silicates have passed largely into an aggre- 
gate of biotite, magnetite, carbonate, and quartz, and there are no 
minute riebeckite crystals in the feldspars. 

At the Rogers quarry, in West Quincy (p. 333), the feldspars at 
the south end and west side become a light olive-gray after exposure. 
In thin section faint yellowish limonite stain appears along the rift 
and grain and along cleavage and irregular cracks. Тһе yellow of 
the stain combined with the bluish green of the riebeckite yields an 
olive-gray. In one section bright limonite stain is seen to ramify 
from the large particles of intergrown riebeckite and aegirite. 

At several Quincy quarries some of the granite is spotted with 
deep cherry-red and muddy olive-colored stains up to an inch in 
diameter. These stains surround the larger riebeckite and aegirite 
particles, from which they penetrate the adjacent feldspars. In 
thin section many of the feldspars are seen to be permeated- by 
bright red hematite stain, ramifying within them from the cleavage 
and rift cracks, as shown in figure 7. This stain is also accompanied 
here and there by yellowish limonite stain probably of later date; 
and there are long, slender greenish particles up to 0.33 by 0.0002 
millimeter, which are all parallel in the same feldspar crystal. 
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Radiating needle-like and fibrous felty crystals of secondary yellow- 
ish or muddy green hornblende are attached to the riebeckite and 
aegirite particles. Some of the aegirite crystals are completely 
altered to chlorite, magnetite, and quartz. The immediate cause of 
the staining of the feldspar and of the formation of the fibrous 
hornblende is thus the alteration of the riebeckite-aegirite particles, 
but the cause of that alteration is not so apparent. Their alteration 
to magnetite, alone, implies metamorphism. At the Cashman quarry, 
already referred to, some of this altered aegirite and feldspar was 
found next to a steep heading, and at the Hardwick quarry the отап- 
ite within a heading has a hematitic color. These occurrences sug- 
gest that the change in the black silicates may have been brought 
about by access of surface 
water along joint planes, hy- 
drating and oxidizing the iron 
of the silicates, and that the 
granite thus stained by limo- 
nite has become reddish as the 
limonite under metamorphism 
became reduced to hematite. 
It is also possible that, the 
black silicates having under 
metamorphism passed partly У го Bohs z I 


into magnetite, this may by ox- Fieurn 7.—Thin section of altered Quincy 
s granite, enlarged 62% diameters, showing 


idation have yielded hematite. hematite stain in the feldspar. The large 
This reddening of the feld- particle from which streams of stain pro- 
. ceed is aegirite. Its altered parts аге 

spar also characterizes the Neath 


gray granite of two of the 

quarries at Milford, N. H. (pp. 185, 187), for a thickness of 10 to 
50 feet from its contact with basic dikes. The change takes place 
chiefly in the soda-lime feldspar, which is also much kaolinized. The 
source of this hematite is probably the magnetite particles, 


CUT SURFACES. 


In studying the “ black granites” it was found that if one of two 
of identical shade is a diorite—that is, a granite with only a soda- 
lime feldspar—and the other a normal biotite granite—that is, a 
granite with very little soda-lime feldspar and considerable potash 
feldspar—the cut surface of the diorite will be very much lighter 
than that of the normal granite, and this was attributed to some 
optical property of the soda-lime feldspar. (See РІ. XXII, 4.) 

It has also been found that the pinkish and grayish quartz mon- 
zonites of Westerly, В. L, Milford, N. H., and Waterford and Gro- 
ton, Conn., in which the soda-lime feldspar is in excess of the potash 
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feldspar, cut lighter than normal granites even of lighter tint. The 
very dark gabbros, syenites, diabases, and norites also cut light, as 
shown in Plates XXII, В, and VII, В. Dr. ©. P. Merrill suggests 
that the optical property involved here is the multiple twinning of 
the soda-lime feldspar, which must greatly facilitate its breaking 
up under the hammer and thus increase the diffusion of light. Ав 
the dark purplish porphyritic rhyolite (“granite”) of Montello, 
Wis., in which potash feldspar makes up half the rock and which 
has no other feldspar, hammers quite as light as the Westerly quartz 
monzonite, this shows that the same effect may be produced in some 


other мау. 
GRANITIC QUARTZ. 


TEXTURE, 


The observations here brought together show that granitic quartz 
is far from possessing the homogeneous texture popularly attrib- 
uted to that mineral. Not only is the quartz likely to contain cavities 
with or without vacuoles, as was shown on page 18, in intersecting 
sheets related to rift and grain cracks, but it also contains minute 
opaque particles, particularly abundant in smoky quartz. Some 
of it abounds in hairlike crystals, probably of rutile. The quartz 
of some granites shows by its behavior in polarized light that the 
arrangement of its molecules has been disturbed by mechanical strain. 
In three Massachusetts granites, Milford, Fall River, and Quincy 
Goldleaf quarry, and in that of Lebanon, N. H., this strain has 
been carried far enough to granulate the quartz. The granules 
generally measure under 1 millimeter in diameter. 


COLORS, 


The quartz of the granites described in this bulletin ranges from 
colorless, transparent or milky, to blue, amethystine smoky or milky, 
greenish smoky, rose-colored, and smoky of various shades. At Red- 
stone, N. H. (p. 168), an amethystine smoky quartz has become green- 
ish by the coating of its rift and grain cracks with limonite. Color- 
less quartz has the fewest cavities or particles. The smokiness ap- 
pears to be due to minute black particles, but the microscope fails 
to show the cause of the blue, rose, and amethystine tints.°° 

The results of recent investigations by Watson and Beard ° and 
those of previous writers quoted by them show that the amethyst 


2 See Buckley, E. R., On the building and ornamental stones of Wisconsin: Wisconsin 
Geol. and Nat. Hist. Survey Bull. 4, p. 94, pl. 5, 1898. 
ю Rosenbusch, H., Mikroskopische Physiographie der Mineralien und Gesteine, 4th ed., 


vol. 1, pt. 2, Granit Quarz, pp. 93, 94, 1905. 
% Watson, T. L., and Beard, В. E., The color of amethyst, rose, and blue varieties 


of quartz: U. S. Nat. Mus. Proc., vol. 53, pp. 553—563, 1917. 
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tint is due to manganese oxide, the rose tint to some organic sub- 
stance, and the blue may be due to the reflection of blue light waves 
from abundant minute colorless prisms of rutile (titanium dioxide), 
whose width is a fraction of the length of light waves. 


OLIVE-GREEN GRANITE. 


The peculiar olive-green of the green granites of New England is 
due to changes both in.the feldspar and the quartz as explained on 
расе 76. The following description of a thin section of the green 
granite of Redstone, N. H. (р. 168), is typical of most of them. 

There is a faint yellowish Шпопше stain along the rift and grain cracks of 
the quartz, along these and the cleavage planes of the feldspar, and along 
borders of all particles. This stain is deeper in the quartz because there are 
more cracks in it, and this, in combination with its original slightly amethys- 
tine hue, gives the quartz a greenish tint; and this yellow stain also, in connec- 
tion with the original slightly bluish gray of the feldspars, gives them in places 
a greenish color. 

Olive-green granites occur also at Rockport (p. 293), Peabody (p. 
287), and Lynnfield (p. 288), Mass. ; at Kilkenny, N. H. (p. 176) ; and 
on Mount Ascutney, in Windsor, Vt. (p.162). That of Rockport is a 
hornblende granite, that of Redstone a biotite-hornblende granite, 
that of Kilkenny an augite-biotite granite, and that of Windsor a 
hornblende-augite granite. The green granite of Peabody and Lynn- 
field (pp. 987-989) is also a hornblende-augite granite but contains 
less quartz and more dark silicates. It is analogous to the riebeckite- 
aegirite granite of Quincy, but its black silicates contain very little 
or no soda. 

Washington * refers to this green granite in these words: 

The rocks belonging to this class were first noticed by Wadsworth in 1885 
and were later described more in detail by Sears. Rosenbusch has expressed 
the opinion that these are related to the akerite type of syenites, a keen obser- 
vation which my study of the rocks fully confirms. These rocks are found 
chiefly in the eastern part of Essex County, in Essex, Beverly, Manchester, 
Gloucester, and on Cape Ann. * * * Тһе color even of the freshest speci- 
mens is greenish, which varies in shade from a dark greenish black to a light 


shade of greenish gray. 

In common with the green granites of Rockport and Redstone, that 
of Peabody and Lynnfield contains considerable allanite, to the oxi- 
dation of which the green color is partly due. 


t 


MINERALS ON JOINT FACES. 


Many granite joint faces are coated with secondary, minerals— 
hematite, pyrite, limonite, calcite, epidote, chlorite, stilbite, quartz, 


2 Washington, H. S., Тһе petrographical province of. Essex County, Mass.: Jour, 
Geology, vol. 6, p. 787, 1898. See also Sears, J. H., The physical geography, geology, 
mineralogy, and paleontology of Essex County, Mass., pp. 178, 190, Salem, Mass., 1905. 
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and muscovite. All these may owe their origin to alteration of the 
minerals of the granite, but where calcite occurs in considerable 
quantity, as in the unusual and interesting granite found at the W. B. 
Blaisdell quarry, in Franklin, Maine, described under “ Subjoints,” 
on page 39, it very probably came from originally overlying calcare- 
ous rocks. But these may not have been those intruded by the 
granite. 

Some of the joint and even sheet faces in the quarries at Quincy, 
Mass., are coated with a blue-black mineral with a peculiar sheen due 
to fibrous structure parallel to the face and with a bluish-gray streak. 
Such black faces can be seen at the Dell Hitchcock, Field & Wild, 
Granite Railway, and Rogers quarries and at the Mount Pleasant 
quarry in Milton. (See Pl. XXIV.) On one side of the Mount 
Pleasant quarry both sheet and joint faces are thus coated, and at the 
Rogers quarry such black joint faces, spaced from 6 inches to 4 
feet, make up a heading. These bleck joints are commonly intermit- 
tent, however, extending only a few yards or even inches at a stretch. 

A thin section cut diagonally to one of these joints and its parallel subjoints 
shows six meandering or intersecting cracks, 0.125 to 1.25 millimeters apart, 
filled with crystals of riebeckite (a dark-blue soda hornblende), the smallest of 
which are 0.02 and the largest 0.1 millimeter long, together with tibrous white 
mica, limonite, and very little carbonate. The granite between these fissures 
is broken up here and there into minute angular fragments and the feldspar is 
granulated. The cement of this microscopic breccia is also riebeckite, the 
erystals of which lie with their axes either parallel to the fracture or across 
them or even projecting into the feldspar fragments. Some of the feldspars 
next to the joint are unusually crowded with riebeckite crystals, which probably 
originated in the same manner and at the same time as those within the joints.” 

The secondary and relatively recent origin of this riebeckite is 
evident, and its formation by segregation from the ferro-soda sil'cates 
of the granite seems also quite probable. 

James P. Smith ?* has explained the alteration of a certain Califor- 
nia arkose (decomposed granite or diorite) and a sandstone, with 
varying proportions of impure clay, into schists consisting largely of 
glaucophane (a soda hornblende closely related to riebeckite) as due 
to a process of recrystallization under heat and pressure. 

At the Linehan quarry, in Peabody, Mass., the hornblende-augite 
granite has joints coated with hornblende and calcite. 

In the riebeckite-coated joints and sheets of Quincy and the 
hornblende-coated joints of Peabody some transfer of material into 
the joint spaces must also have taken place. Тһе presence of these 
minerals shows that the granite was subjected to a certain amount 


"This and the occurrence of secondary riebeckite in rift and grain cracks, mentioned 
on p. 317, partly confirm the suspicion expressed by A. Sauer as to the origin of this 
mineral. See Deutsch. geol. Gesell. Zeitschr., vol. 40, p. 145, 1888. 

“Smith, J. P., Paragenesis of the minerals in the glaucophane-bearing rocks of Cali- 
fornia: Am. Philos. Soc. Ргос., vol. 45, p. 183, 1906. See also summary, idem, pp. 
238, 240, 1906. 
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of metamorphism after the development of its sheet and joint 
structure. 

Some joint FP at Milford and Becket, Mass., and Concord and 
Redstone, N. H., present different уса At the East quarry, 
Milford (p. 347 * the parted joint which forms the west wall is 
filled with a fine-grained greenish, brownish, and cream-colored mass 
with transverse and longitudinal slickensided cracks. In thin sec- 
tion this proves to be a brecciated granite cemented with calcite, 
chlorite, fibrous muscovite, and limonite. The amount of calcite 
in this mass is so considerable that it seems improbable that the 
granite alone could have supplied it. 

At the quarry of the Hudson & Chester Granite Co., in Becket 
(p. 280), some of the joint faces of the bluish-gray muscovite-biotite 
granite are dark greenish for 0.12 inch from the face. The granite 
in this zone has been altered by the formation of fibrous mica with 
limonite stain along cracks transverse to the face and along feld- 
spar cleavages and by the formation of mica in the feldspars and 
of calcite both in the lime-soda feldspars and between the par- 
ticles, These secondary minerals added to the original ones make 
these small rims very complex. 

At the Upper or Granite Railway quarry of John Swenson, at 
Concord, N. H. (p. 200), joints with a N. 65° W. course and short 
parallel subjoints are coated with minute quartz crystals and obtuse 
calcite rhombs standing edgewise on the joint face, and also here 
and there with the beginnings of 2-inch cubes of deep purple and 
white fluorite. Similar fluorite occurs exceptionally within the 
granite near the face. | 

At Redstone, N. H. (р. 168), the light-pink granite for an inch 
back of one of the major joints is a yellowish pink with patches 
of grass-green, while the face itself is pale brick-red, rust-colored, 
bluish, and grass-green. Thin sections show the feldspars much 
altered to white micas and crossed by veinlets of them. They are 
also kaolinized and stained pink by hematite from the magnetite 
particles. There is some carbonate, limonite, chlorite, and epidote. 

At the Sands quarry, in Vinalhaven, Maine, one of the joint faces 
bears very minute crystals of stilbite, a hydrous silicate of alumina, 
lime, and soda, also hematite. 
` While nearly all the secondary minerals in these joint coatings 
(chlorite, epidote, muscovite, hematite, limonite, calcite, stilbite, 
and Шар. may be accounted for by processes’ of “ deep-seated 
weathering ”—that is, by the alteration, largely chemical, of the 
minerals of the granite itself—the fluorite was probably pee 
from the same source as the granite itself but at a later time, and 
the calcite from once overlying calcareous sedimentary beds. 


% Determination by W. T. Schaller, of the United States Geological Survey. 
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- Large areas of the joint faces in the Longfellow quarry, at Hal- 
lowell, Maine, are coated with dendrites (frostlike crystals) of iron 
oxides and probably maganese oxides from surface infiltration. 


CONTACT PHENOMENA, 


In the 425 granite quarries of New England contacts of the granite 
with the rock intruded by it were observed in the following town- 
ships and are mentioned in the quarry descriptions on the pages 
given: In Connecticut, in Groton (p.386), East Lyme (p.389), Mystic 
(p. 388), Seymour (р. 384), Stonington (p.392), Thomaston (р. 373), 
and Waterford (Millstone and Waterford quarries, pp. 396, 398) ; in 
Maine, in Bristol (Round Pond, p. 249), Freeport (p. 211), and 
Waldoboro (p. 250, fig. 57) ; in Massachusetts, in Becket (p. 280) and 
North Acton (p. 308) ; in New Hampshire, in Manchester (p. 195) and 
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FrauRE 8.—Contact of quartz monzonite on the west side of Ellis quarry, Christian Hill, 
Bethel, Vt., showing relations of zone of fine granite to coarse granite and to bedding 
and cleavage of schist. 


Milford (p. 180); in Rhode Island, in Charlestown (p. 415) and 
Westerly (p. 411); in Vermont, in Barre (p. 132), Bethel (p. 159), 
Hardwick (p. 120), and Plymouth Тр. 160). 

Out of all these contacts a few are of special petrographic or 
structural interest, and these will be described in some detail. 


PETROGRAPHIC RELATIONS. 


Bethel, Vt.—The white granite at Bethel, Vt. (p. 156), appears to 
be encircled by a zone of finer-grained light buff-gray granite, which 
is about 40 feet thick. Both rocks are quartz monzonites, but the 
finer contains more biotite scales than the coarser, and the scales are 
mostly very minute and evenly distributed. Оп the west side of 
the Ellis quarry the plane of contact between the coarse and the fine 
granite strikes N. 159 W. and dips 60? E. Тһе fine-grained granite 
is in contact on the west with a finely plicated, very fine grained 
quartz-muscovite-biotite schist, and this granite is finer grained at 
its contact with the schist than it is 20 feet away. The plane of 
contact strikes and dips about like that between the two granites, 
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and the plications of the schist run parallel to this plane but are 
crossed by a slip cleavage striking N. 70° W. and dipping 25° WNW. 
The relations are shown in figure 8. Figure 9 shows how the granite 
has been molded by the minute wrinkles in the schist. The schist 
contains a few small garnets and plates of magnetite. In the glassy 
zone the particles range from 0.009 to 0.03 millimeter. In the next 
the porphyritic feldspars measure as high as 0.92 by 0.5 millimeter. 
There are thus four grades of texture in the granite—the glassy, 1 to 
2 millimeters thick; the very fine (porphyritic, at least toward the 
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FIGURE 9.—Camera lucida drawing of enlarged thin section across contact of schist and 
granite at Bethel, Vt., shown in diagram in figure 8. А, Fine granite with some 
larger porphyritic feldspar and b'otite scales. Тһе finer undistinguishable particles. 
of matrix are not shown. B, Zone, 1 to 2 millimeters wide, of glassy material with 
but few quartz and feldspar particles and biotite scales (in black) ; most of the latter 
with their long axis parallel to the general contact surface; a few at right angles 
to it. A fracture with limonite stain crosses this zone. C, Sharply plicated schist 
of fibrous muscovite with a little biotite and much quartz (unshaded particles), The 
two shaded particles are nonmetallic opaque mineral. 


glassy), about 20 feet wide; the fine, with feldspar and mica not over 
1 millimeter, about 20 feet wide; and the coarse, with feldspars up 
to 0.4 апа 0.5 inch and mica to 0.8, over 200 feet wide. 

Barre, Vt.—At the Anderson quarry, Barre, Vt. (No. 8, Pl. ТТ, also 
p. 132), the granite contact with schist and slate is finely exposed. 
The under surface of the schist is coarsely serrate, forming as it were 
а series of folds, which, however, are поё structural. The granite is 
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darker for a space of 25 feet from the schist, and a pegmatite dike, 
1 foot thick, borders one of the schist tongues. (See fig. 10.) 

In the southern corner of this quarry pieces of the mica slate have 
scaled off from the mass and been carried a few inches into the 
granite. (See 
fig. 11.). At this 
point the schist is 
& purplish - gray, 
very quartzose 
mica slate of 
quartz - feldspar - 
biotite, in places 
with muscovite 
> also, in others 
~ without feldspar. 
Етагвв 10.—Diagrammatie sketch showing relations of granite General] y the 

and mica schist and slate at Anderson quarry, Barre, Vt. rock resembles 
the mica slates used for whetstones. The slate has little dikes, 
of pegmatite which start from the granite surface with a thickness 
of 0.5 inch and taper out at a distance of 4 feet. The course of these 
dikes has no reference to the cleavage of the slate, and their thick- 
ness is very irregular. The pegmatite _ 

ЖАД Granite Pi 


consists, in descending order of abun- 
| 


Length 161 feet 


dance, of quartz, orthoclase, micro- 
cline, oligoclase-albite, and  biotite. 
The quartz has cavities in sheets, some 
parallel to the dike, others across it. 
Minute particles of slate are here and 


there included in the pegmatite. Тһе Е 
slate within a few inches of the gran- © 
ite is marked by very fine grained 

oval greenish-white spots, 0.1 to 0.5 | 
inch and rarely 4 by 2 inches. These | 
lenses lie with one of their major axes | 
іп the plane of the slaty cleavage. In 2 | 
some the biotite is zonally arranged, % н 


or the lens has a flange of biotite ex- _ | 
tending considerably beyond it and ' iu Ee кера oes 
parallel to the slaty cleavage. corner of Anderson quarry, Barre, 
Small lenses (0.15 to 2.2 by 0.1 to 1 milli- ин ca ost n ERN os 
meter) were found in thin section to con- VH 
sist of granitie quartz with biotite and muscovite scales transverse or diag- 
cnal to the longer axis of the lens, and to be surrounded by а zone, 0.11 milli- 
meter wide, of apatite particles. One has a little pyrite; another has apatite 
disseminated throughout it; another a little carbonate. The schist for a little 
space about the lens is finer grained than it is farther away. Тһе little dikes 
do notishow apatite except in rare; very.minute prisms. - Such:dikes and-lenses 
are shown in figure 12. 


SCIENTIFIC DISCUSSION. 87 


These lenses have usually been regarded as the result of vaporous 
impregnation from the granite along the cleavage foliation.*® The 
slate about the lenses shows dark intersecting streaks which are due 
to more or less complete fractures lined with chlorite with a wide 
border of very minute undeterminable black particles. 

At the Bailey quarry (No. 6, Pl. ІТ) the contact is somewhat ob- 
secured by an inclusion which lies very near the schist capping. The 
schist, which is like that of the large inclusion at the Boutwell 
quarry, described on page 64, consists of little beds of whitish quartz- 
ite dotted with greenish hornblende and a few garnets, alternating 
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Ficurp 12.—Specimen of purplish-gray mica slate with minute dikes of pegmatite and 
lenses of apatitic granite, obtained near contact with granite at Anderson quarry, 
Barre, Vt. Cleavage parallel to length of block. At bottom several lenses (enlarged 
one half) from other side of same specimen, showing biotite flanges and relation to 
cleavage. 


with little beds of quartz-biotite schist spangled with biotite scales. 
These beds are crossed by large and minute dikes of pegmatite. 
Some of them, only 0.8 to 0.4 inch wide, run transverse to the bedding 
for a space and then subdivide to pass at right angles within one of 
the little beds. Small hand specimens combining both transverse and 
longitudinal dike courses can be obtained here. The aplite here has 
a matrix of quartz, oligoclase-albite, microcline, in particles measur- 


% Vogt- regards apatite in veins as having been formed by pneumatolytic agencies. 
Vogt, J. H. L., Ueber die durch pneumatolitische Processe an Granitgebundenen Mineral- 
neubildungen: Zeitschr. prakt. Geologie, 1894, p. 458; Die Apatit-Ganggruppe: Idem, 
1895, рр. 367, 444, 465. Barrell describes the occurrence of apatite in a banded horn- 
stone at contact with granite. He attributes this apatitization to pneumatolytic im- 
pregnation. See Barrell, Joseph, Geology of the Marysville mining district, Mont.: U. S. 
Geol. Survey Prof. Paper 57, рр. 128, 130, 1907. For the formation of apatite at 
contact of diabase and granite, see p. 54 of this bulletin. 
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ing 0.25 to 0.1 millimeter. with porphyritic feldspar and quartz meas- 
uring from 0.25 to 1 millimeter. 

Woodbury, Vt—The contact of granite and schist is finely ex- 
posed on the northwest side of Robeson Mountain, Woodbury, Vt., 
along the granite railroad. The axes of the schist folds strike N. 
70° W. and pitch 30° S.; the axis of the hill runs about М, 70° E. 
The plane of contact appears to be about parallel to the strike. The 
schist is of two sorts. One 15 а dark, rather coarse biotite-muscovite- 
quartz schist with minute black particles and speckled with len- 
ticular biotite plates (up to 0.75 by 0.25 millimeter) lying across 
the schistosity of the rock. Some plates have a nucleus of mag- 
netite. There are also a few lenses of pyrite. The other sort, a 
thin bed of which touches the granite, is a dark bluish-gray cal- 
careous muscovitic quartzite with abundant slender flattish six- 
sided prisms (up to 2 by 0.34 millimeters) of a light-colored amphi- 
bole. These are evidently the product of contact metamorphism. 
The granite sends little pegmatitic dikes into the schist. At the 
Webber quarry, north of the mountain, the capping is similarly 
injected. 

Conclusions АП these contact phenomena lead to the follow- 
ing general inferences: 

The 40-foot zone of fine-grained granite, with its three grades of 
texture, which intervenes between the coarse granite and the schist 
at Bethel, shows the effect of more rapid cooling upon texture. The 
material nearest the schist is glassy, but that farthest away is coarsely 
crystalline. The semiliquid condition of the granite when it met 
the schist is shown by its having been molded by the delicate plica- 
tions of the schist. 

That the granite intrusion at Barre was accomplished under 
great pressure is indicated by the intrusion of minute granitic dikes 
into such narrow transverse and longitudinal fissures in the schist 
and slate. 

That the granitic intrusion at Barre was also attended by sufficient 
heat and moisture to inject quartz, feldspar, biotite, pyrite, and 
apatite (constituents of granite) in vaporous condition into the 
cleavage foliation of the slate is shown by the position and character 
of the lenses described. The formation of these lenses also affected 
the texture of the slate. 

At Woodbury the same causes sufficed to produce minute amphi- 
bole prisms within a calcareous quartzite along the granite contact. 

The phenomena at these contacts of granite with slate and schist, 
although оп so small a scale, are scientifically related to the famous 
Sea Point locality in South Africa, about which at least 10 geologists 
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have written from 1818 to 1914,7 The granite there not only sends 
out large and small dikes of both coarse and fine granite into the 
slate, but the slate has become impregnated with feldspar forming 
erystals up to 2 inches in length. In places the slate has been meta- 
morphosed into a gneiss; both small and large pieces of slate have. 
also been incorporated in the granite; and in places the rock is a 
complete mixture of slate and granite. 


STRUCTURAL RELATIONS. 


Waterford, Conn—At the Millstone quarry, Waterford, Conn. 
(p. 896), the granite is capped on the northeast wall by several masses 
of gneiss up to 25 feet thick with a foliation striking N. 70° W. and 
dipping 25° N.20° Е. Attheshore south of the quarry the same gneiss 
strikes N. 85° E. and dips steeply north, with pegmatite dikes 2 to 
3 feet thick. The plane of contact between the granite and the gneiss 
remnants is in some places vertical, in others horizontal or gently 
inclined, the origi- & ч: 
nal complete out- === E 
line of that plane 
having evidently 


been very irregu- Bep An 
У REO Gneiss A Granite A } Ё 
lar. In the central P4 р у Gneiss 


embayment, 15 to 7 : 


a Wa 

20 feet of granite Ficure 13.—Section of Waterford quarry, Waterford, Conn. 
overlies a sagging Total length, 265 feet. 

strip of the gneiss . 

5 to 10 feet thick. Large dikes of pegmatite, starting at the contact, 
penetrate the gneiss, and in places the gneiss is cut up by an intricate 
network of pegmatite and aplite dikes. One of these pegmatite dikes 
contains a fragment of the gneiss 5 feet long, in vertical position. 
(See fig. 90.) 

At the Waterford quarry (p. 398) the granite occurs in two dike- 
like masses, 30 and 40 feet thick, alternating with three masses of 
granite gneiss, the central one of which is 20 to 30 feet thick, all strik- 
ing N. 80° E. and dipping 30°-45° S. 10? E. The relations are shown 
in figure 13. The gneiss foliation strikes N. 459-609 W. and dips 
about 40° NE. but in places is nearly horizontal. The two granite 
masses are apparently connected in the center of the quarry by a 
small dike of the granite crossing the gneiss mass, as shown in figure 


\ 


87 Some of the more important of these papers are: 

Darwin, Charles, Observations on the volcanic islands visited. during the voyage of 
Н. М. 5. Beagle, together with some brief notices on the geology of Australia and the 
Саре of Good Hope, pp. 148—152, London, 1844. 

Cohen, E., Geognostische-petrographisehe Skizzen aus Siid Africa: Neues Jahrb., 1874, 
pp. 477—503. 

Hatch, F. H., and Corstorphine, G. S., Geology of South Africa, рр. 36-41, London, 
1905. 

Schwarz, E..H. L., The.Sea Point granite-slate contaet: Geol. Soc. South Africa Trans., 
vol. 16, рр. 38—88, 1914. 
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14. This gneiss (specimen D, XXX, 5, c, Mamacoke gneiss, No. 36 
of the State preliminary geologic map) is a black and white banded 
fine-grained quartz monzonite gneiss, consisting, in descending order 
of abundance, of light 
smoky quartz, milk- 
white oligoclase, very 
little microcline, and 
biotite. The granite 
sheets, 1 to 9 fect thick, 
are lenticular, irregular, 
dipping south and south- 
east at 15°-22°. The 
sheet structure of the 
gneiss is not continuous 
with that of the granite, 
as shown in figures 14 
and 15, evidently having been set up before the intrusion of the 
granite. 

Waldoboro, Maine.—At the Waldoboro quarry, Waldoboro, Maine, 
the original contact of the upper part of the granite mass with the 
lower part of the remnant of the schist mass, which once overlay that 
region and into*which the granite was intruded, is exposed. (See 
Pl. XVII, A, and p. 250.) This schist is ап amphibole-biotite-quartz 
schist containing some andesine feldspar, also accessory titanite and 
zircon. It is a metamorphosed rock, probably of sedimentary origin. 
At the opposite or southwest end of the quarry (see fig. 16) the rela- 
tions between the schist and granite are very complex, and in places 
a considerable mass of pegmatite intervenes. The granite sends small 
dikes into the schist and also contains inclusions of it. The granite 
was erupted after or during the folding of the schist, otherwise 
it would have be- 
come a gneiss, 

Milford, У. H.— 
At the southwest 
corner of the 
Pease quarry, at 
Milford, N. H. 
(р. 185), mica dio- 
rite gneiss, about 6 
feet thick, overlies 
the fine-grained 
quartz monzonite, as shown in figure 17, with a foliation striking 
№. 75° W. and а dip of 20° S. The granite has a flow structure about 
parallel to the contact surface, but sheet structure crosses both gneiss 
and granite and flow structure and postdates them all. 
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Figure 14.—Relations of granite and granite gneiss 
in center of Waterford quarry, Waterford, Conn. 
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Ғісувв 15.—Discordant sheet structure in granite and granite 
gneiss on south wall of Waterford quarry, Waterford, Conn. 
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At the quarries of the Milford Granite Co., now idle (p. 189), there 
is a working face on the west about 1,000 feet long. At its south and 
north ends granite and gneiss contacts are finely exposed. The fine- 
grained quartz mon- 
zonite is overlain by 
about 15 feet of gneiss. 
with a foliation strik- 
ing N. 75° W. and dip- 
ping 15? SW. Plate 
VIII, A, shows the con- 
tact at the north end 
of the cut. Тһе sheet 
structure is lenticular 
horizontal but does not 
continue into the gneiss, 
which seems to have an 
independent and dis- 


continuous sheet struc- Етеџки 16—Schist at southwest end of Waldoboro 
ture of its own. The quarry, Waldoboro, Maine, ‘Total height, 45 feet. 
MY nU а . The coarse material, between the two inclusions, is 
5106155 varies grea ay їп pegmatite. Тһе finer is muscovite-biotite granite. 
texture, composition, 


and color. In some places it is coarse, black, biotitic, and horn- 
blendic ; in others medium grained, gray ог white, and more quartzose 
and feldspathic. It appears to be a quartz-mica diorite gneiss but 
contains streaks of a finely banded light-greenish fine-grained rock, 
which in thin section shows quartz, soda-lime feldspar (oligoclase- 
andesine), augite, hornblende, and biotite and thus appears to be a 
quartz-augite diorite gneiss. There are also dikes of pegmatite start- 
ing from the surface of the granite and tapering out in the gneiss. 


г 


Gneiss 


Granite 


Sheet — 


orit wanes 


FIGURÐ 17.—Section showing relations of granite and gneiss at the Pease quarry, near 
Milford, N. H.; height, 10 feet. The flow structure is parallel to the contact surface, 
and sheet structure traverses both rocks, 


Westerly and Charlestown, R. I.—At the Catto quarry in Westerly, 
В. 1. (p. 412), the granite is a quartz monzonite. The sheets, from 
6 inches to 10 feet thick, dip north at low angle. The east face of 
the quarry shows the relations of the granite to overlying granite 
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gneiss. (See fig. 18.) This strip of gneiss extends the entire width 
of the quarry, with a foliation striking N. 65° W. and dipping 
65° NNW. As the granite crops out in places above the gneiss, this 
may be a very large inclusion, but it probably came from imme- 
diately under the original capping. The gneiss is so broken up 
here that hand specimens, half granite and half gneiss, with granite 
cutting the gneiss foliation, can be readily obtained. The gneiss is 
rather fine grained and consists of dark-gray very biotitic bands, 
0.1 to 0.3 inch wide, alternating with light-gray bands that contain 
little biotite and with very light bands in which biotite 1s altogether 
lacking. 

At the Klondike quarry (p. 415), in Charlestown, near Bradford 
Station, В. Г., the fine-grained quartz monzonite is overlain on the 
west side by 50 feet 
of medium-grained 
biotite gneiss with 
porphyritie lentic- 
ular potash feld- 
spars (microcline) 
4 up to 1.5 inches 
Water in quarry | long, most of them 
| rimmed with white 
| soda-lime feldspar 
' (oligoclase - andes- 


FrcvRE 18.—Diagram of east face of Catto quarry, Westerly, ine). 'The foliation 
R. L, showing granite overlain by a mass of biotite granite : с 427 
gneiss, each with its own sheet structure, also vertical of this Bustos 18 
joints іп the granite. Length, 65 feet; height above quarry @ bo ut horizontal. 


Шаа As shown in Plate 
XXXIV, A, the contact between the granite and gneiss dips 
somewhat steeply, and sheet structure crosses both granite and 
gneiss at a lesser angle. There are also dikes of pegmatite be- 
ginning at the contact and tapering upward in the gneiss. On the 
east side the same gneiss underlies the granite, the granite intrusion 
having apparently reached the present surface in a dikelike mass, 
the sides of which dipped about 30° S. and cut а mass of porphyritic 
biotite granite gneiss. The granite mass is about. 75 feet thick, 
measured at right angles to its inclination. The foliation of the 
gneiss is not far from horizontal. On the south side the sheet 
structure extends into the gneiss, as shown in Plate XX XIV, A, and 
figure 93 (p. 416). Fifteen feet below the gneiss the granite contains 
one or more angular inclusions of finely banded biotite gneiss. "Three 
years after the writer's visit the excavation showed the quartz mon- 
zonite dike narrowing downward, so that the figure requires some . 
modification. 


| 
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Conclusions.—These structural contact phenomena lead to the fol- 
lowing inferences: 

Flow structure in places is parallel to the under surface of the 
intruded rock. 

Sheet structure is quite independent of flow structure. 

In some places sheet structure was set up in the granite gneiss of 
the capping prior to the granitic intrusion, but in others (Pease 
quarry, Milford, N. H.; Klondike quarry, Charlestown, К. I.) the- 
sheet structure of the granite passes into the intruded gneiss and is 
of later date than the intrusion itself. 

The contact surface in places is rudely serrate or otherwise irregu- 
lar from the ruptures caused by the intrusion, and large fragments 
of the intruded rock evidently dropped into the plastic granite. 

The intrusion of a granite gneiss by a gneissoid granite indicates 
two periods of intrusion and two of metamorphism at the same 
locality. 

The thinness of the schist or gneiss (in places only 25 feet) now 
capping the granite indicates the erosion of at least several hundred 
feet of the capping since the intrusion took place. (See p. 4.) 

Pegmatite and aplite dikes usually originate at the surface of the 
intruding granite and penetrate the intruded mass. Pegmatite also 
collects along the intruded surface and about the inclusions. 


PLICATED GNEISSIC TEXTURE. 


Under metamorphism a granite passes into a granite gneiss (p. 65)— 
that is, from a massive crystalline to a schistose condition. If this 
schistose granite is subjected to lateral compression its foliation will 
become plicated, and if the pressure continues the plications may 
even be faulted, An interesting example of this is seen at the West 
quarry, on Hoadly Neck, in Branford, Conn. (p. 381), and is shown 
in figure 19. Тһе original granite was very coarsely porphyritic, 
and the feldspars have become lenses up to 3 inches in length. The 
little folds are up to 10 inches in width and are faulted. 


* BLACK GRANITES.” 
| CLASSIFICATION. 


The term “black granites,” although sufficiently descriptive for 
general commercial purposes, includes a variety of rocks of different 
character, origin, and appearance—gabbros, diorites, diabase, etc. 
They have, however, three mineralogic features in common—they 
contain comparatively little or no quartz, their feldspar belongs en- 
tirely or almost entirely to the series which contains both soda and 
lime, and they contain a considerable amount of one of the pyroxenes, 
or hornblende or biotite, and magnetite, which accounts for the gen- 
eral darkness of their shade or their greenish color. 
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The gabbros and diorites are more or less granitic in texture, as 
they crystallized under conditions resembling those which attended 
the formation of granite. But the diabase was in part erupted 
through narrow fissures, forming dikes or sheets, and at many places 
reached the surface, always crystallizing with comparative rapidity. 

Diabase, however, occurs in Vinalhaven, Maine, as stated by George: 
Otis Smith, “in large bodies which have the form of neither dikes 


FIGURE 19.—Lower: Block of plicated biotite granite gneiss from West quarry, Hoadly 
Point, Branford, Conn. Upper: Plicated and faulted band of fine biotite granite gneiss 
within the coarser gneiss of same quarry. Hammers 20 inches long. (From photo- 
graphs.) 


nor sheets, being, in fact, part of the same masses as the diorites and . 
gabbros.” 


MINERAL AND CHEMICAL COMPOSITION. 


Gabbro consists essentially of a lime-soda feldspar and one or 
both of the varieties of pyroxene known as diallage and hypersthene. 
Diallage is a foliated silicate of iron and lime with about 12 per 
cent of magnesia; hypersthene is a silicate of iron with about 24 per 
cent of magnesia. Each of these minerals crystallizes differently. 
Rock that contains hypersthene is called a norite; rock that contains 
both hypersthene and diallage is a hypersthene gabbro. If the min- 
eral olivine (a greenish silicate of iron with 50 per cent of mag- 
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nesia) is present also the name olivine may be prefixed to the rock 
name. The accessory minerals in gabbros are ilmenite (a titanate ' 
of iron), magnetite, pyrite, apatite, biotite, garnet, and rarely quartz 
and metallic iron. The secondary minerals—that is, those derived 
from the alteration of the primary ones—are hornblende, chlorite, 
epidote, zoisite, analcite, serpentine, a white mica, and calcite. The 
percentage of silica in gabbros varies a little on each side of 50. 
Iron oxides and lime average 9 per cent each; magnesia, 6 per cent. 

Diorite consists essentially of feldspar (of the series containing 
lime and soda) and hornblende with biotite, or biotite alone. Quartz, 
augite, and potash feldspar may or may not be present. The acces- 
sory minerals are magnetite, pyrite, titanite, zircon, apatite, garnet, 
and allanite. The secondary minerals are epidote, chlorite, a white 
mica, and calcite. If quartz is present the rock is called a quartz 
diorite. If black mica or augite are the preponderating iron-mag- 
nesium silicates the rock is a mica diorite or an augite diorite. In 
diorites the silica ranges from about 49 to 63 per cent, but in quartz 
diorite it rises to about 69 per cent, which is the minimum in granite. 
The iron oxides range from 0.52 to 9.70 per cent, the magnesia from 
less than 1 to more than 11 per cent, but usually from 2 to 7 per cent. 

Diabase consists essentially of a feldspar of the series containing 
lime, or soda and lime, together with a pyroxene (usually augite, a 
silicate of alumina, lime, magnesia, and iron), which, however, is 
frequently altered to hornblende or other secondary minerals; also 
magnetite or ilmenite, or both. Olivine may or may not be present, 
and some specimens contain a little quartz. The accessory minerals 
are orthoclase, biotite, pyrite, hypersthene, and apatite. The sec- 
ondary minerals are hornblende, a white mica, chlorite, epidote, ser- 
pentine, and calcite. The percentage of silica in diabase ranges from 
about 45 to nearly 57, of iron oxides from about 9 to 14, and of mag- 
nesia from 3 to 9. 

These * black granites,” as will be seen by the foregoing descrip- 
tions, are distinguished chemically from the ordinary granites by 
their low percentage of silica (45 to 67 per cent), their high maxima 
of iron oxides (9 to 14 per cent) and of magnesia (9 to 11 per cent), 
and mineralogically by their dominant feldspar not being a potash 
feldspar, and generally also by their considerable content of the 
darker iron-magnesia minerals. 


TEXTURE. 


The general texture of the “black granites” corresponds in grade 
to that of the fine and medium granites. In the diorites the arrange- 
ment and order of crystallization of the minerals always correspond 
to those of the granites described on page 10. In some of the gabbros 
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this is also true, but in others and in diabase the arrangement greatly 


` differs. The feldspars are in needle-like crystals, between which the 


pyroxene has afterward crystallized (ophitic texture). 
PHYSICAL PROPERTIES, 


Aside from their great toughness, the diorites and the granitic gab- 
bros probably differ but little in physical properties from granites of 
the same grade of texture. By reason both of their peculiar texture 
and their mineral composition, the diabases and gabbros with 
ophitic texture should differ considerably in physical properties 
from the granites. Ав these stones are rarely used in large buildings, 
owing to the difficulty of quarrying them either in blocks of sufficient 
size or at low enough cost, data as to their compressive strength and 
other useful physical properties are not available. 

The specific gravity of gabbro ranges from 2.66 to about 3, that 
of diabase from 2.7 to 9,98, and that of diorite averages 9.95. Іп 
these rocks it thus usually exceeds that of granite. 

As the “ black granites ” are used chiefly for monumental purposes, 
and particularly for inscriptions, their color, susceptibilty to polish, 
and the amount of contrast between their cut or hammered and 
their polished surfaces are the physical properties of chief economie 
importance. 

Merrill?* explains the cause of these contrasts very satisfactorily: 

The impact of the hammer breaks up the granules on the immediate sur- 
face, so that the light falling upon it is reflected instead of absorbed, and the 
resultant effect upon the eye is that of whiteness. The darker color of a 
polished surface is due merely to the fact that, through careful grinding, all 
these irregularities and reflecting surfaces are removed, the light penetrating 
the stone is absorbed, and the effect upon the eye is that of a more or less 
complete absence of light, or darkness. Obviously, then, the more transparent 
the feldspars and the greater the abundance of dark minerals, the greater will 
be the contrast between hammered and polished surfaces. This is a matter 
worthy of consideration in cases where it is wished, as in a monument, to 
have a polished die surrounded by a margin of hammered work to give con- 
trast. 

The ordinary granites, while taking a high polish, do not afford 
such strong contrasts between hammered and polished surfaces as 
the “black granites.” In some black granites this seems clearly to 
be due to their larger percentage of the black minerals, but in others, 
as some of the quartz diorites, in which the black minerals do not 
exceed those in some gray granites, the cause of this marked con- 
trast must be sought in some optical property of the soda-lime feld- 
spar and in its relative abundance. 


7 Merrill, С. P., The physical, chemical, and economie properties of building stones: 
Maryland Geol. Survey, vol. 2, p. 64, 1898. 
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TEXT-BOOK REFERENCES ON GRANITE AND * BLACK 
GRANITES." 


As the matter contained in the foregoing pages may not fully pro- 
vide answers to all questions arising in the minds of persons interested 
in tracing the phenomena in granite quarries to their causes, the 
names of a few reliable general works in English on the subjects con- 
sidered are here given. 


DANA, J. D., Manual of mineralogy, 13th ed., by W. E. Ford, New York, 1912. 
Dana, E. 5., Textbook of mineralogy (with treatise on crystallography). 
GErIKIE, ARCHIBALD, Textbook of geology, 4th ed., London, 1908. 
Granite, etc., рр. 89, 90, 203-209, 409-415, 715-809; gabbro, pp. 231, 232, 
256; diorite, p. 223; diabase, p. 288 ; basalt, p. 234. 
HARKER, ALFRED, Petrography for students; an introduction to the study of 
rocks under the microscope, 4th ed., Cambridge, England, 1908. 
Granites, pp. 27-41; gabbros, pp. 67-83; diorite, pp. 54-66; basalts, pp. 
188-208. 
Натсн, F. H., Тһе petrology of the igneous rocks, 7th ed., London, 1915. 
JOHANNSEN, ALBERT, Essentials for the microscopical determination of rock- 
forming minerals and rocks, Chicago, 1922. 
Kemp, J. F., A handbook of rocks for use without the microscope, 3d ed. New 
York, 1904. 
The granites, pp. 88—88; gabbros, pp. 72-74; diorites, рр. 60-62; diabases, 
pp. 10-72. 
LuqUER, L. M., Minerals in rock sections, revised ed., New York, 1908. 
MERRILL, С, P., A treatise on rocks, rock weathering, and soils, 2d ed., New 
York, 1906. 
Igneous rocks, pp. 52-60; granites. pp. 61-64; diorites, pp. 76-77 ; diabases, 
pp. 82, 85; basalts, pp. 86, 87; weathering, рр. 150—278. 
Pirsson, L. V., Rocks and rock minerals; a manual of the elements of petrology 
without the use of the microscope, New York, 1908. 
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PART П—ЕСОХОМТС DISCUSSION. 
GENERAL FEATURKES. 


Тһе practical side of the granite industry will now be considered. 
A list of the more important works on granite quarries and quarry- 
ing and other matters of economie character will be found at the 
end, together with a glossary of both scientific and quarry terms. 


TESTS OF GRANITE. 


Тһе testing of granite is a subject of considerable importance, as 
may be seen by its literature given on pages 464-467. Ав pointed 
out by Merrill, there is danger of attaching undue importance to 
tests of compressive strength alone, the results of which almost in- 
variably far exceed the generous margin allowed by architects 
beyond that required by the weightiest structures. On the other 
hand, there is danger of losing sight of several other qualities which 
ought to be carefully tested and upon which the economic value of 
granite in part depends. The following tests include all the kinds 
made at European testing institutions or recommended by Ameri- 
can authorities, as well as some suggested by the writer's investi- 
gation of New England granites: 

Chemical analysis.—Chemical analysis is made in order to deter- 

mine the amount of iron and lime or to detect anything abnormal in 
the composition. 
‚ Determination of CaCO,.—Tests аге made to determine the pres- 
ence of lime not combined with silicates in order to ascertain the 
percentage of CaCO, (lime carbonate) present. This is done by 
powdering and treatment with warm dilute acetic acid. 

Lest for discoloration.—The method applied by Daly* seems to 
be well adapted for the test for discoloration. А piece of fresh 
rock is immersed in a stream of carbon dioxide gas for 90 minutes 
and then kept in an atmosphere of that gas for 94 hours. Another 
piece of fresh rock is placed in an atmosphere of purified oxygen 
overnight and then exposed for 30 minutes to a temperature of 150? 
С. (302° F.). Any discoloration due to the carbonization or oxida- 
tion of the minutest particles of any mineral would be sure to show 
itself under these tests. 

Mineral composition.—The mineral composition is determined by 
the microscopie examination of a considerable number of typical 


1U. 8. Geol. Survey Bull. 209, p. 52, 1903. 
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thin sections. АП the mineral constituents are noted, and for the 
fine-textured granites the average size of the mineral particles is 
estimated. Any peculiarities of texture, rift, etc., can also be noted. 

Proportions of minerals.—The method devised by Rosiwal, of 
the Austrian Geological Survey, by which the approximate pro- 
portions of the chief minerals (feldspar, quartz, mica, hornblende) 
and their average size can be determined, consists in tracing a net- 
work of lines intersecting one another at right angles upon a pol- 
ished granite surface, at intervals so great that no two parallel lines 
will traverse the same mineral particle. The total length of the 
lines is measured, then the diameters of all the particles of each 
kind of mineral are added separately and their proportion to the 
total length of the lines obtained. The average size of the particles 
of each mineral can be also calculated from the same measurements. 
Although this method was designed primarily for application to the 
coarse and medium granites, it can be extended also to the finer ones 
by drawing the lines wpon camera-lucida drawings made from thin 
sections of such granites under polarized light. Certain microscope 
attachments have made this work less laborious. As the quartz is 
the source of the vitreousness of the rock the determination of its 
amount is important. 

Polish—Besides the manifest object of the test for polish it also 
facilitates exact descriptions of color and comparisons between dif. 
ferent granites, The size of the mica plates determines the bril- 
Папсу and durability of the polish more than their number does— 
that is, a considerable number of very minute mica plates is not 
objectionable, 

Hardness.—As pointed out by Hawes, the hardness of certain 
granites is not due entirely to the quartz, which is always equally 
hard and brittle and which the tools do not cut but crush, but to the 
feldspar, which is of variable hardness and, it might be added, has 
different cleavages, and the proportion of which in relation to quartz 
also varies. Rosiwal," adopting a principle established by Тоша, 
takes a piece of smooth unpolished granite of about 2 grams weight 
and rubs it with emery (of 0.2 millimeter diameter of particle) 
upon a glass or metal plate for six or eight minutes until the emery 
loses its effectiveness. The granite is then weighed again and its 
loss of volume calculated. He found, assigning to emery an arbi- 
trary value of 1,000 as representing its average hardness, that granite 


% See Rosiwal, August, Ueber geometrische Gesteinsanalysen; ein einfacher Weg zur 
ziffermüssigen Feststellung des Quantitütsverhültnisses der Mineralbestandtheile gemeng- 
ter Gesteine: K.-k. geol, Reichsanstalt Verh., vol. 32, pp. 143-175, 1898. 

*? Hawes, G. W. (edited by Merrill), Granite; Building stones of the United States and 
statistics of the quarry industry: Tenth Census, vol. 10, рр. 16-18, 1888. 

= Neue Untersuchungsergebnisse über die Härte von Mineralien und Gesteinen: К.-К 
geol. Reiehsanstalt Verh., 1896, p. 488. 
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from nine localities showed the following degrees of hardness: 31.7, 
38.1, 41.7, 44.8, 48.4, 50.7, 52.9, 56.6, and 67.1: The extremes of these 
figures show that some granites have a general hardness more than 
twice as great as others. 

J. Е. Williams * proposed to determine the relative hardness of 
granites by noting the rate of penetration of a drill of a given diame- 
ter, or by measuring the distance to which such a drill will penetrate 
without being sharpened, or the amount of surface of rough-pointed 
granite which can be reduced to a bush-hammered surface per hour. 
Since the introduction of pneumatic drills and surfaces these methods 
ean be easily applied. : 

The United States Bureau of Standards expects to devise a ma- 
chine for the satisfactory determination of the relative hardness of 
building stones, 

Compressive strength.—lhe methods of testing the strength of 
building stones have grown in precision. Тһе first requisite is that 
the cubes to be tested should be sawed by diamond saws and not 
hammered out. The next is that the direction of both rift and grain 
should be indieated thereon, and that three cubes should be tested, 
one with pressure applied parallel to the direction of the rift, one 
with pressure applied parallel to that of the grain, and the third 
with pressure applied at right angles to rift and grain. Where the 
rift and grain are pronounced the three results will differ. Compres- 
sive strength is now tested by the United States Bureau of Stand- 
ards, both dry and wet, after two weeks’ immersion in water, and, 
also after 10 to 30 freezings and thawings. 

Transverse strength.—The transverse strength should be tested 
both across the rift and with it, these directions being indicated on 
the block by the quarry foreman. Тһе length of the span, the 
breadth and depth of the piece, and the weight of the load are taken 
into aecount in arriving at the modulus of rupture, given in pounds 
per square inch. 

- Tensile strength—The test for tensile strength is useful in some 
building stones, particularly those designed for delicate carving. 
Small blocks are sawn out shaped somewhat like the figure 8' and 
pulled apart. The results are given in pounds per square inch. Of 
course, in a granite the results would differ if tension were applied 
with the rift or the grain or diagonal to both. 

Porosit)y.—Buckley ** points out that the danger from frost depends 
not upon the amount of absorption but upon the size of the pore 
space. Rocks with large pore spaces stand frost better than those 


+2 Igneous rocks of Arkansas: Arkansas Geol. Survey Ann. Rept. for 1891, vol. 1, p. 41, 
1891. 
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with small ones, because they do not retain the water that they 
absorb. Tests of porosity are therefore important. Buckley used the 
dry and saturated weights obtained for the samples ased in comput- 
ing the specific gravity. 

The difference in these weights was multiplied by the specific gravity of the 
yock, This amount was added to the dry weight, giving the sum. The differ- 
ence of the dry and saturated weights multiplied by the specific gravity of the 
rock was then divided by the sum, ‘This last result is the actual percentage 
of pore space compared with the volume of the sample tested. 

Absorption—The Bureau of Standards gives the results of tests 
of water absorption in percentage by weight. Buckley ** describes 
a method of testing absorption. 

Behavior under fire.—Yhe test for behavior under fire is best ap- 
plied to saturated specimens, which are then exposed in a laboratory 
furnace to a temperature up to 1,500° F. and the effect noted. Some 
of them can be allowed to cool gradually, but others should be im- 
mersed quickly in cold water; or they may be exposed to high tem- 
perature while under compression and then cooled slowly or quickly. 

Recent: studies of the cause of the disintegration of granite under 
fire by Sosman ** and Tarr *' show this cause to be twofold—(1) the 
wedging and straining consequent on the different coefficients of ther- 
mal expansion of the constituent minerals; (2) a like effect due to 
the “rapid volume increase of quartz as its 575° inversion point is 
approached and by its final sudden increase in volume at 575°.” 

Specifie gravity —The specific gravity is the weight of the stone 
at 16° ©. compared with that of the same volume of distilled water 
at 4° C. АП air should first be removed from the piece to be tested 
by boiling in distilled water. The specific gravity is also required 
for the test of porosity. 

Weight per cubic foot-—The weight of the dry stone per cubic 
foot is obtained by multiplying its specific gravity by the weight of 
a cubic foot of water, but from this there should be deducted * the 
weight of a quantity of stone of the same specific gravity equal in 
volume to the percentage of the pore space in the stone.” ** This 
gives the actual weight of the stone free from interstitial water. 

Coefficient of expansion.—Finally, it may be desirable to obtain. 
the coefficient of expansion of a granite intended for some particular 
construction. The expansion of certain granites was determined at 


44Tdem, рр. 396—398. 

45 Idem, pp. 73, 411. 

4 Тау, А. L., Sosman, В. B., апа Hostetter, J. C., The determination of mineral and 
rock densities at high temperatures: Am. Jour. Sci. 4th ser., vol. 37, рр. 1—89, 1914. 
Sosman, В. B., A study of some heating tests: Econ. Geology, vol. 11, pp. 86, 87, 1916. 

47 Tarr, W. A., A study of some heating tests, and the light they throw on the cause 
of the disaggregation of granite: Econ. Geology, vol. 10, рр. 348-3067, 1915; vol. 12, p. 


‚ 280, 1917. 


48 Buckley, Е. R., op. cit., р. 70. 
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the Watertown Arsenal by hot and cold water baths. The stones 
thus tested were afterward subjected to the test of transverse 
strength, when it was found that they had lost 16.93 per cent of their 
original strength.*? 

A list of the various tests applied to building stones by German 
testing institutions is given by Herrmann.* 


GEOGRAPHIC DISTRIBUTION OF NEW ENGLAND GRANITE 
QUARRIES. 


In Vermont the granite quarries lie all in the eastern half of the 
State and from the Canada line to Brattleboro. In New Hampshire 
they Аге on the northwest and southeast sides of the White Moun- 
tains, also about Concord and near the Vermont, Maine, and Massa- 
chusetts lines. In Maine the quarries are scattered along the coast 
and on its islands from the New Hampshire to the New Brunswick 
line; a very few are 40 to 55 miles inland. In Massachusetts, with 
unimportant exceptions, they all lie in the eastern half of the State, 
from New Bedford to Cape Ann. In Connecticut the quarries are 
mostly along the Sound, with a few in the western part of the State, 
along Connecticut River and the Rhode Island border. In Rhode 
Island they are almost entirely near Block Island Sound and the 
Connecticut line. 


DESCRIPTIONS OF THE QUARRIES, GRANITES, AND 
PRODUCT. 


METHOD OF TREATMENT. 


The States will be taken up in the following geographic order: 
Vermont, New Hampshire, Maine, Massachusetts, Connecticut, and 
Rhode Island. The quarries will be taken up by counties in alpha- 
betic order and by townships. The particulars of each quarry will 
be given in the following order: 


1. Name and location of quarry ; name and office address of operator. 

2. The granite (specimen No.), its trade and technical names; its color, 
texture, minerals, estimated mineral percentages; its chemical composition and 
physical qualities, as shown by any available analyses or tests. 

8. The quarry, date of opening, and approximate dimensions. 

4, Rock structure, comprising sheets, joints, headings, their strike, dip, and 
spacings; courses of rift, grain, flow structure, dikes, and veins; dimensions 
of “knots,” width of discoloration. Where the structure is complex, a diagram 
of the courses is given. 

. 5. Transportation, method, and distance to dock or railroad. 

6. The product, its uses, and the names and location of a few specimen 

buildings and monuments. 


4 Report of the tests of metal, etc., made with the United States testing machine at 
Watertown Arsenal, Мазз., p. 320, (1895)-1896. 

5 Herrmann, А. Steinbruchindustrie und Steinbruchgeologie, pp. 10 et seq., Berlin, 
1899. 
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The quarry descriptions for each State are preceded by a section 
on the geographic distribution of its quarrying centers, accompanied 
for several of the States by a map and followed by a chapter on the 
geologic relations of the granites. In some cases, however, instead 
of a State map, a map showing the location of the quarries in each 
important quarrying center precedes the description of its quarries, 
and the geologic relations of the granite of that center are also con- 
sidered separately. 

An economic classification of all the granites of New England 
appears at the end of the descriptions in tabular form (pp. 419-435). 
In one table the trade name, general color and tint, shade, grade 
of texture, and scientific name of each granite are given in separate 
columns, and also page references to the detailed descriptions. In 
another table most of the granites are classified by color and shade. 


VERMONT. 
DISTRIBUTION OF THE GRANITES AND QUARRYING CENTERS. 


Not until a contour map of the mountainous portions and of the 
eastern half of Vermont is completed and a careful geologic survey 
based upon such a map is made will the geographic distribution and 
extent of the granite areas of the State be accurately known. Ас- 
cording to the geologic map of Vermont traced and compiled by 
the authors of the State report of 1861°* and also according to the 
geologic map of Orange and parts of Washington and Windsor 
counties by C. H. Richardson, a series of granite areas, varying 
greatly in size but mostly small, extend in a north-northeasterly 
direetion between the central Green Mountain axis on the west and 
Connecticut River on the east for almost the entire length of the 
State. | 

The distribution by counties of all the granite-quarrying centers 
and prospects of Vermont described in this bulletin is shown in 
Plate I. At the extreme north end of the State, in Orleans County, 
granite is quarried in Derby, east of Lake Memphremagog. Near 
the northeast corner of Caledonia County, the next county south, 
there is a granite quarry in Newark; and there are several quarries 
in Kirby, about 14 miles south of Newark. ‘There are also several 
quarries near the western corner of this county, 20 to 23 miles west 
of Kirby, in Hardwick; and the quarries of Ryegate and Groton lie 
near its southern edge. In Washington County, the southern half 


] 


м Hitchcock, C. H. and E., jr.. and Hager, А. D., Report on the geology of Vermont, 
vol. 2, pl. 1, 1861. This map, valuable as it is, сап to-day hardly be regarded as more 
than a reconnaissance map. Some of its granite areas are wrongly located, and granite 
has been found where the map does not show any. 

52 Richardson, C. H., The terranes of Orange County, Vt.: Vermont State Geologist 
Rept., 1902, pls. 9, 9а. 
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of which adjoins Caledonia on the west, there are three groups of 
quarries, the Woodbury quarries, at the north, and east of them a 
quarry in Cabot; south of Woodbury the quarries in Calais; and 
20 miles southwest of Woodbury and 8 miles southeast of Mont- 
pelier, the quarries of Barre, which is the chief granite-producing 
center of the State. A few of the Barre district. quarries Пе south 
of the Orange County line. About 20 miles southwest of Barre 
is the granite prospect of Randolph, in Orange County. In the 
northern part of Windsor County is the small but important white 
granite area of Bethel; 10 miles southwest of it is a quarry in 
Rochester ; 214 miles nearly south-southwest of Bethel is another but 
very small white granite area in Plymouth, and 33 miles southeast 
of Bethel and near the Connecticut is the green syenite of Mount 
Ascutney, in Windsor and West Windsor. Finally, in Windham. 
County, toward the southern border of the State, 37 miles south- 
southwest of Ascutney, near Brattleboro and the Connecticut, are 
the light-granite quarries of Dummerston. 


GEOLOGIC RELATIONS OF VERMONT GRANITES. 


The contact of the granites of Bethel, Barre, and Woodbury with 
schist or slate and the inclusions of these rocks in the granites of 
Barre and Ryegate have already been described (pp. 84, 88, 64). 
Тһе granite of Bethel contains inclusions of very fine black biotite- 
orthoclase-oligoclase schist quite unrelated to the schist and slate sur- 
rounding that granite (pp. 155, 158). As is shown on page 160, the 
granite of Plymouth is surrounded by and in contact with schist. 
On Buffalo Hill, in Hardwick, the granite is in contact with a biotite- 
quartz schist. 

The general inference from these contacts and inclusions is that 
the gray biotite granite of Barre, Calais, and Woodbury, the white 
quartz monzonite of Bethel and Plymouth, the gray biotite granite 
of Ryegate, and the light and dark gray quartz monzonites of Derby 
and Hardwick were intruded into certam mica schists and mica slates 
which are metamorphosed clayey and sandy sediments. Whether 
the’intrusion of granites as diverse in character as those of Barre, 
Bethel, and Hardwick took place at the same time can not yet be 
determined. The green syenite (hornblende-augite granite) of 
Mount Ascutney, in Windsor, is in contact with a mass of schist 
which crops out along the base of the mountain a little below the 
Norcross quarry and has been carefully traced by Daly 53 on three 

.sides of the syenite mass and mountain. Не has also described the | 
changes brought about in the schist by the intrusion of the syenite °* 


53 Daly, В. A. The geology of Ascutney Mountain, Vt.: U. 8. Geol Survey Bull. 209, 
р. Т, 1908. 
54 Idem, рр. 33, 34. 


106 COMMERCIAL GRANITES OF NEW ENGLAND. 


and shows a biotite granite intrusive in the syenite on the eastern 
flank of the mountain. 

In view of the certain amount of pressure needful for the slow 
cooling and crystallization of granite the schist masses intruded by 
these various granites must have been thicker than they now are. 
The exposure of the present granite surfaces has been brought about 
by the erosion of the schist masses. 

Views have changed as to the age of these schists. On Hitchcock 
and Hager’s map the granite areas are represented as surrounded by 
*ealeiferous mica schist” which was regarded as not later than 
Devonian.»  Richardson*? in his papers and map subdivided the 
“calciferous mica schist” belt of Hitchcock and Hager into a cal- 
careous formation (in places a marble but containing schist phases) 
which he finally designated Waits River limestone, and an overly- 
ing noncalcareous schist, the Vershire schist. He associates the lat- 
ter formation with a certain belt of slate that flanks the central 
Green Mountain axis on the east, extends from Lake Memphremagog 
south to Barnard, and includes the roofing slate of Northfield and 
Montpelier. This slate he finally designated the Memphremagog 
slate. About 3 miles west of the head of Lake Memphremagog, at 
Willards Mill, Castlebrook, Magog, Province of Quebec, this slate 
bears abundant graptolites of lower Trenton age. 

In 1919 Richardson announced the discovery in Irasburg of а 
basal Ordovician conglomerate, and in a more recent paper, in re- 
ferring to the same locality, he reports pre-Ordovician granites in- 
truding Cambrian sedimentary rocks, and also announces the dis- 
covery of Ordovician graptolites, with determinations by R. Ruede- 
mann, in the calcareous or noncalcareous sedimentary rocks of New- 
port, Irasburg, Craftsbury, Hardwick, Woodbury, Calais, Mont 
pelier, and Northfield, establishing the Ordovician age of the slate 
belt from Lake Memphremagog to Northfield and Barnard. He 
also found Ordovician graptolites in the slates of Barre. The con- 
clusion is thus reached that the mica schists and mica slates in- 
iruded by the granites of Newport, Hardwick, Woodbury, Calais, 
Barre, and Bethel are very probably all of Ordovician age. 
Richardson is careful to state, however, that although the intruded 
rocks are Ordovician the intrusion may not have taken place until 


55 Op. cit., vol. 1, p. 470. 

в Richardson, C. H., The Washington limestone in Vermont: Am. Assoc. Adv. Sci. Proc., 
vol. 47, pp. 295—296, 1898; The terranes of Orange County, Vt.: Vermont State Geologist 
Third Rept., pp. 84, 97, 98, pl. 9, 1902; The areal and economic geology of northeastern 
Vermont: Vermont State Geologist Fifth Rept., pp. 86, 90, 1906; Тһе geology of Newport, 
Troy, and Coventry: Vermont State Geologist Sixth Rept. pp. 274—279, 1908. 

5'Riehardson, C. H., The terranes of Irasburg, Vt.: Vermont State Geologist Eighth 
Rept., p. 151, 1912. 

53 Richardson, C. H., The geology of Calais, East Montpelier, and Berlin, Vt.: Vermont 
State Geologist Tenth Rept., рр. 112—145, 1916. 
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post-Devonian time—that is, during the second crustal movement 
and metamorphism after the deposition of the Ordovician sediments. 

Daly,” basing his opinions on Richardson’s results and inferences, 
regards the schist of Mount Ascutney as of Trenton or pre- "Trenton 
age and the intrusion of the syenite as “of later date than the last 
great period of rock folding which has affected the Ascutney region,” 
and says that “the balance of probability makes it of post-Carbonit- 
erous and pre-Cretaceous age.” 

Evidences are not wanting in the composition and microscopic 
structure of the granites and in their larger structures as exposed 
at the quarries that since their intrusion they have been subjected to 
one and possibly several crustal movements. (See pp. 127, 128, 153. ) 

The basic dikes that traverse the granite or their inclosing ө 


at Barre, Groton, and Mount Ascutney аге of later, possibly Triassic, 
date. 


OUTLINE OF EARLIER HISTORY OF VERMONT GRANITES. 


The genera] earlier history of the granites and associated rocks of 
eastern Vermont may be tentatively put in the following simple 
form: 

1. In Algonkian time there was a period of sedimentation fol- 
lowed by the intrusion of granitic rocks into the sedimentary beds. 
These granities are the present gneisses of the Green Mountain range. 

9. At the end of А menie. time a crustal movement metamor- 
phosed the Algonkian sediments into schists and quartzite and the 
granites into gneisses. This movement was accompanied by folding 
and elevation. The earlier mountain system of the State was thus 


formed. 


9. In early Paleozoic time a large area of Algonkian rocks was 
D [o] 


submerged and received sediments resulting from the erosion of 
Algonkian land masses, together with ЖТ sediments largely 
of ae origin. 

4. At the end of Lower Cambrian time a minor crustal movement 
took place, subjecting the Lower Cambrian beds to erosion, fol- 
lowed by a resubmergence at the beginning of Ordovician june 
Evidence of this movement is obscured i in many places by the effect 
of the crustal movement noted below (5). 

5. At the end of Ordovician time a crustal movement took place, 
metamorphosing the Cambrian and Ordovician sediments into schist, 
quartzite, slate, and marble, and powerfully folding and also elevating 
them. The later mountain system of the State was then formed. 
Some of these schists and slates are those which now surround the 
granite areas. 


Op. cit, рр: 20, 21. 
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6. After a long interval, probably at the end of Devonian or 
Carboniferous time, another crustal movement occurred, accompanied 
by the intrusion of the Ordovician schist mass by granitic material 
in a state of fusion with superheated water. The intrusion pro- 
duced in places further changes in the schist and also injected it with 
dikes of pegmatite. Fragments of the schist became included in the 
granite. 

(. Not long after the crystallization of the granite it was trav- 
ersed by granite dikes (pegmanite and аріќе). 

8. Mount Ascutney shows two intrusions, one of the Ordovician 
schist by the syenite, and a later one of the syenite by a biotite gran- 
ite. The age of the last is quite uncertain. 

9. The schist and granite masses were traversed, possibly in Trias- 
sie time, by basic dikes (diabase, etc.). 

10. Atmcspherie erosion of the Paleozoic schists and slates, begun 
at the close of Ordovician time, has finally removed those parts of 
the schist mass which covered the granite domes. This process of 
erosion has been accelerated by successive uplifts. 


THE GRANITE RAILROADS. 


The granite industry of Vermont owes no small part of its present 
prosperity to “ granite railroads,” which connect not only groups of 
quarries but every quarry in each group with the main line, although 
these quarries are situated at considerable elevations and are incon- 
veniently related to one another. Plate ІТ shows the intricate char- 
acter of the granite railroad about Millstone Hill near Barre; figure 
20 gives a general idea of that connecting Robeson Mountain in 
Woodbury with Hardwick, and figure 35 that leading from Christian 
Hill to Bethel. 


THE QUARRIES, THEIR GRANITE AND FINISHED PRODUCT. 
CALEDONIA COUNTY. 
HARDWICK. 


Perkins, in 1906, called attention to a fine light granite quarried in Hard- 
wick by the Northern Granite Co., from which more than 50 statuettes had 
Ween cut. He also mentioned granite quarries at Mackville, a mile south of 
Hardwick village, as then operated by the same company.” As these quarries 
were not in operation in 1907 they were not vis ted by the writer. 

С. Н. Richardson,9: in a paper on the geology and mineralogy of Hardwick 
and Woodbury, gives a geologic map of Hardwick showing three granite areas, 
one north of the village (West НИ and Tuckerville area), one south of it 
(Mackville area). and one west-southwest of it which includes Buffalo Hill and 
the Mack quarries. 


60 See Perkins, С. H., Vermont State Geologist Fifth Rept.. р. 105, 1906, 
б Vermont State Geologist Ninth Rept., pp. 294-336, pl. 64, 1914. 
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In 1915 the Northern Granite Co., 168 College Street, Burlington, operated 
a small quarry south-southeast of Hardwick village, producing fine dark granite 
on its south side and fine light granite on its north side. The stone is used for 
Monuments. The quarry has been idle since 1915. 
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FIGURE 20.—Map compiled from various sources showing approximate locations of granite 
quarries in Woodbury, Washington County, Vt. Quarries: 56, Fletcher; 57, Woodbury 
Granite Co.; 61, Carter; 62, Carson; 63, Ainsworth; 65, Vermont White; 67, Webber, - 
new; 68, Webber, main; 69, Imperial Blue; 70, Old Quarry; 72, Leach; 73, Chase. 


The Buffalo Hill quarry is on Buffalo Hill, about 24 miles S. 60° ХУ, from 
Hardwick village and about 500 feet above it. (See map, fig. 20.) Operator, 
Hardwick Granite Co., Hardwick. Idle since 1917. 

The granite (specimen D, ХХІХ, 58, a and d), “dark-blue Hardwick,” is a 
quartz monzonite of dark-gray shade, a little darker than * dark Barre" and a 
trifle lighter than “dark Quincy." Its texture is medium, with feldspars up to 
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0.8 inch and mica to 0.2 inch, generally even grained but with sparse clear por- 
phyritic feldspars up to 0.4 inch, inclosing the feldspars, quarts, and mica. Its 
constituents, in descending order of abundance, are smoky quartz with hairlike 
crystals of rutile, with cavities in sheets parallel to rift cracks and with another 
shorter and rarer set at right angles to the first; milk-white soda-lime feldspar 
(oligoclase to oligoclase-andesine), much kaolinized, somewhat micacized and 
epidotized, and containing calcite; in about equal amount with this feldspar 
a clear to bluish-white potash feldspar (microcline with a little orthoclase), 
some of it kaolinized, some inclosing particles of all the other constituents; 
olive-colored biotite (black. mica), with a little muscovite or bleached biotite. 
Accessory: Pyrite, magnetite, apatite, zircon (crystals), and allanite. бес- 
ondary: Kaolin, a white mica, epidote, and calcite. The soda-lime feldspar is 
radially intergrown with quartz. 

The stone effervesces slightly with muriatic-acid test. 

An estimate of the mineral percentages by the Rosiwal method gives these 
results with a mesh of 0.4 inch and a total linear length of 38.8 inches: Feld- 
spar, 62.05; quartz, 21.75; mica (biotite), 16.20. 

The average diameter of all the particles by the same calculation is 0,093 
inch; that of feldspar, 0.106 inch; of quartz, 0.122 inch; and of mica, 0.052 inch. 

This is a bright stone with strong contrast between the white feldspar and 
black шіса. It takes a fair polish and hammers light with marked contrast to 
the polished face, which shows some pyrite and less magnetite. 

The quaryy, opened about 1887, was іп 1907 a small irregular opening 20 to 
80 feet deep. It is.a “boulder: quarry ” without sheets. 

Rock structure: Joint systems—(a), strike М. 30? W., dip 85° W., spaced 
about 10 feet; (b), strike N. 45% E., dip 40% NW., spaced about 10 feet; (с), 
strike М, 25° W., dip 50° to 75° NE., spacing irregular. The rift is reported 
as vertieal with N. 50? E. course, and the grain as about like joints (a), but 
neither is marked. There are some white. probably feldspathic, and black 
biotitie “streaks,” really veins, with curving course. Rusty stain up to 6 
inches thick appears on joint faces. 

Transportation, by cart, 23 miles, to Hardwick. 

Тһе product is used for monuments, particularly for polished and rock-faced 
work, 

KIRBY, 


The quarries in Kirby are all on Kirby Mountain, in the eastern part of the 
township, about 9 miles northeast of St. Johnsbury. (See map, fig. 21.) 

The Grout quarry is on the south side of Kirby Mountain, 2% to 3 miles 
М. 20° W. of North Concord and about 450 feet above the station there. (See 
fig, 21.) Operator, A. Rossi, North Concord. p^ 

Grout quarry gray granite (specimen D, XXIX, 76, a) is a biotite granite of 
light to medium, slightly bluish-gray color and of medium inclining to fine, 
even-grained texture with feldspars up to 0.25 inch and mica to 0.1 inch. Its 
constituents, in descending order of abundance, are clear to translucent potash 
feldspar (mierocline, with inclusions of the other constituents, and also ortho- 
clase), light smoky quartz with cavities in sheets with a set of eracks parallel 
to them, milk-white soda-lime feldspar ;(albite to oligoclase-albite) much 
kaolinized and with some white mica, biotite (black mica), and a little musco- 
vite or bleached biotite. Zircon is an accessory mineral. Neither magnetite 
nor pyrite was detected. Secondary minerals, kaolin and a white mica. No 
effervescence with muriatic-acid test. 

This is a bright stone, but the fineness of its mica and the light, shade of its 
quartz preclude strong contrasts. 
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The quarry, opened about 1899, consisted in 1907 of two openings, 
the northern and upper one 40 by 25 feet and 10 feet deep; the lower 
one 70 feet square and 3 to 5 feet deep. 


Rock structure: The 
sheets, 6 inches to 4 feet 
thick, but obscure in the 
upper opening, strike N. 
55° В. ара dip,.25° SH. 
Joints (a), vertical, strike 
N. 25° W., spaced 1 foot 
to 2 feet 6 inches to 50 
feet; (b) strike N, 85? Е., 
dip 55? N. forming the 
south wall, spaced 6 to 8 
feet; (c) strike N. S0? W., 
dip 40° М. 20° E, spaced 9 
feet. The rift is reported 
as vertical, with N. 70? E. 
course, and grain as hori- 
zontal. The flow struc- 
ture, consisting of streaks 
of biotite, is parallel to 
the rift. There are some 
biotitie knots. Rusty stain 
is confined to the surface 
and the thinnest sheets 
next to it. 

Three aplite dikes, 1 foot 
to 6 feet 6 inches thick, 
strike N. 80° E. This ap- 
lite is described on page 45, 

Transportation, by cart, 
5 to 6 miles, to rail at 
Concord. 

The product was used 
for monuments. Quarry 
operated in 1915 but re- 
ported abandoned in 1916. 

The Burke quarry is on 
the west foot of Kirby 
Mountain, about 1,000 feet 
N. 60° E. from the Kearney 
Hill quarry and 2% miles 
roughly N. 50° W. from 
North Concord. (See fig. 
21.) Operator, Kirby 
Granite Co. (W. J. Chap- 
man), Hast. Burke. Idle 
since 1916. 

The granite (specimen 
D, XXIX, 78, a) is a quartz 
monzonite of light to me- 
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Figure 21.—Map of Kirby, Burke, and Newark, Vt. 
From Beers's Atlas. Quarries: 74, Packer ; 76, Grout ; 
77, Kearney Hill; 78, Kinby Granite Co. 


.dium gray color, and of medium inclining to fine, even-grained texture, with 
feldspars up to 0.25 inch and шіса to 0.1 inch. Its constituents, in descending 
order of abundanee, are light smoky quartz with hairlike crystals of rutile, 
and sheets of cavities with cracks parallel to them; milk-white soda-lime feld- 
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spar (oligoclase) much kaolinized апа micacized, with some carbonate апа 
epidote, and in places intergrown with quartz in vermicular structure; clear 
to: scarcely bluish potash feldspar (microcline with inclusions of oligoclase, 
quartz and mica, also orthoclase micacized) ; biotite (black mica) some of it 
chloritized; and muscovite (white mica). Accessory: Very little magnetite, 
apatite, zircon, and rutile. Secondary: Kaolin, a white mica, epidote, zoisite, 
carbonate, and chlorite. No effervescence with muriatic-acid test. 

This stone closely resembles that of the Grout quarry in its color and weak- 
ness of contrasts. 

The quarry in 1907 measured about 175 by 100 feet and from 10 to 20 feet 
in depth. 

Rock structure: Between this апа the abandoned Kearney Hill quarry 
there is an outcrop of schist, either an inclusion or the original schist capping, 
which strikes N. 15° E. The sheets, from 1 to 5 feet thick, dip 10° S. There 
are three sets of joints—(a), strike М. 25° to 809 W., dip 80% W., forms the 
east wall, recurs 100 feet west, and has some parallel subjoints; (b), dis- 
continuous, strike N. 5° W., dip 65° E. to 90°, spaced 100 feet; (c), discon- 
tinuous, strike N. 75° E., vertical, spaced 2 to 50 feet. Тһе rift is reported 
as horizontal and marked, and the grain as vertical with N. 70° E. course 
Biotitic knots up to 2 inches across. There is little or no rusty stain below 
the top sheet. 

Transportation, by cart 54 miles to rail at Concord. 

The product is used for rough and cut monuments, 


NEWARK. 


The Packer quarry is in the eastern part of Newark, on the west side of a 
ridge between Center or Island Pond on the west and the Hast Branch of 
the Passumpsie on the east. This ridge lies north of Burke Mountain and 
southeast of Ball Hill. There is a marked east-west sag in the ridge. The 
opening is a little north of the sag on a gently sloping bench below the steeper 
part of the ridge and 868 feet above Center Pond, about east-southeast from 
its south end. (See map, fig. 21.) 

The quarry, idle since 1915, has been operated by the Newark Granite Со, (ad- 
dress H. D. Packer), West Burke. 

The granite (specimen D. ХХІХ, 74, b), * Newark pink." is a biotite granite 
of light p'nkish-gray color and of coarse, even-grained texture, with feldspars 
up to 0.8 inch and mica to 0.15 inch. Its constituents, in descending order of 
abundance, are light pinkish-gray potash feldspar (orthoclase and microcline), 
some of it intergrown with soda-lime feldspar or with inclusions of it, slightly 
kaolinized; medium smoky quartz with cavities in sheets; cream-colored, in 
places slightly greenish-gray striated soda-lime feldspar (alb'te to oligoclase, 
albite), much kaolinized, and with some white mica and carbonate; biotite 
(black mica), some of it chlorit:zed. Accessory : Magnetite, pyrite, titanite, and 
allanite. Secondary: Kaolin, a white mica, epidote, and calcite. 

An estimate of the mineral percentages by the Rosiwal method, with a mesh 
of 0.6 inch and total linear length of 46 inches, yields these results: Feldspar, 
64.80; quartz, 80,30; mica, 4.64; magnetite, 0.26. The average diameters of the 
particles obtained: from the same calculation are: Feldspars (adding 20 рег 
cent to the number аз an estimate of the uncounted soda-lime partic:es), 0.162 
inch; quartz, 0.106 inch; mica, 0.0406 inch. Average diameter of all particles, 
0.123 inch. 

The rock effervesces slightly with muriatic-acid test. W. Т. Schaller, chemist 
of this Survey, finds that it contains 0.23 per cent of CaO (lime) soluble in 
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warm dilute acetic acid (10 per cent), which indicates я content of 0.4 per cent 
of CaCOs (calcium carbonate, calcite), the presence of which is also shown by 
the microscope. 

The contrasts in this granite are chiefly between the smoky quartz and the 
combined feldspars. It has very sparse porphyritic feldspars up to 1.5 by 0.5 
inch, but these are hardly numerous enough to impart to it a technically por- 
phyritie texture. Тһе polished face shows magnetite in minute particles and 
very few of pyrite. The polish is fairly good, the mica particles, although 
somewhat large, not being very abundant. 

Rock structure: The sheets on the steeper, higher part of the ridge, 110 feet 
above the bench carrying the outcrop sampled, are from 8 to 6 feet thick and 
not far from horizontal. Joints (a) strike N. 30° E., dip 70° W.; (b) strike 
N. 5° W., vertical. The rift is possibly east-west and vertical. The granite for 
a thickness of 110 feet and presumably to the top of the ridge is the same as 
that described, but recent prospecting, it is claimed, indicates the presence of 
finer-grained granite between the opening sampled and the pond. 

The nearest railroad is 8 miles away. 
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.Ficunm 22.--Мар of Ryegate, Groton, and part of Topsham, Vt. From Beers's Atlas. 
Quarries: 80, Benzie; 87, Ricker. 


RYEGATE, 
TOPOGRAPHY. 


The Ryegate quarries are on the southwest and northeast sides of Blue 
Mountain, a northwest-southeast ridge about 5 miles west of Connecticut River, 
in the east-central part of the town. (See maps, РІ. I and fig. 22.) 


GENERAL GEOLOGY, 


A mica schist crops out in the village of South Ryegate with a very steep 
dip and appears to continue 3 miles north onto a bench on the southwest side 
_ of Blue Mountain and 770 to 800 feet above the village. The granite extends 
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from the back or northeastern part of the bench to the top of the ridge. At 
a point about 770 feet above the village the foliation and bedding of the schist 
strike М. 50° W. and dip 55° МЕ. In places the schist is coarse and speckled, 
but with it is interbedded a very quartzoze mica slate (quartz-biotite-musco- 
vite-epidote). 

“ RYEGATE GRANITE.” 


The granites of Blue Mountain are quartz monzonites and biotite granites 
of light and medium, more or less bluish gray color and of medium, very rarely 
fine to medium, even-grained texture, and are used chiefly for rough or ham- 
mered monuments. All the quartz monzonites of Ryegate ought to cut light. 


GEOLOGY OF RYEGATE QUARRIES, 


The inclusions of schist in “ Ryegate granite” have already been described 
on page 65 and shown in Plate III, B, at the right. The sheets, from 6 inches 
to 12 feet thick, are in some places horizontal and in others dip from 5° to 25° 
S. 25°, 45°, 60° W., also gently south and S. 45° E., on the southwest side of 
the mountain. Their relation to that slope of the mountain is apparent at 
the Frazer quarry and on the ridge northeast of the Italian quarry for some 300 
feet above it; but at the Rosa quarry, on the other side of the axis of the 
ridge, the sheets range from horizontal to 10° E., thus indicating a broad 
anticlinal sheet structure. There are four sets of joints, or two sets each 
with its complementary one. Тһе strikes are М. 70°-90° W., М. 5° B. М. 
50° W., and N. 80° E. The flow structure, shown by biotitic streaks, strikes 
N. 70° W. and dips 20°-25° М. 20° E. The rift is reported as vertical with: 
north-south or N. 55° E. course, and the grain as horizontal. A 22-inch basic 
dike crosses the granite on the northeast side with a N. 65° W. course. The 
granite for a foot on either side of it has subjoints 0.5 to 8 inches apart 
parallel to the dike. Small pegmatite dikes have N. 50° W. and М. 15? E. 
courses, 

А QUARRIES. 


The Gibson quarry is on the southwest side of Blue Mountain, 940 feet 
above the village of South Ryegate. Operator, Ryegate Granite Works Co., 
South Ryegate. 

The granite (specimen D, XXIX, 81, a, from upper sheets), “ Ryegate,” is 
a quartz monzonite of light to medium gray shade and medium, even-grained 
texture with feldspars up to 0.4 inch and: mica to 0.1 inch. Its constituents, 
in descending order of abundance, are very light smoky quartz with fluidal 
and other cavities in sheets and a set of cracks parallel thereto, also with 
traces of another set of sheets at right angles to these; milk-white soda- 
lime feldspar (oligoclase) slightly kaolinized with a little white mica and 
epidote, some of it intergrown with quartz in yermicular structure; bluish 
potash feldspar (microcline, also orthoclase) similarly intergrown; biotite 
(black mica) and a little muscovite or bleached biotite. Accessory: Titanite, 
zircon crystals, apatite, and pyrite. Secondary: Hpidote, kaolin, and white 
mica. 

The rock does not effervesce with cold dilute muriatie acid. Its contrasts 
are weak, 

Тһе quarry, opened in 1906, was about 200 feet square and from 2 to 4 feet 
deep in 1907. 

Rock structure: The sheets, 6 inches to 4 feet thick, dip 15? S. 25° W. and 
are normal. 'There is but one set of joints, strike east, vertical, at irregular 
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intervals, and discontinuous. Тһе rift is reported as vertical north-south and 
the grain as horizontal. Flow structure (biotitic streaks) strikes N. 70° W. 
and dips 20° N, 20° E. A schist inclusion measures 12 by 8 inches. Small 
vertical pegmatite dikes strike N. 15? E. 

Transportation, by cart, 3 miles, to cutting sheds at South Ryegate, 940 feet 
lower. Тһе product is used for monuments and bases, and to some extent for 
building. 

Тће Morrison quarry is on the southwest side of Blue Mountain, in Ryegate, 
about 940 feet above the village of South Ryegate and about 700 feet southeast 
of the Gibson quarry. Last operator, D. A. Morrison. Quarry abandoned 
in 1915. 

Тһе granite (specimen D, XXIX, 82, b) is а quartz monzonite of medium 
gray color and medium, even-grained texture, with feldspars up to 0.4 inch and 
mica to 0.2 inch. 

This stone is identical with that of the Gibson quarry, but its contrasts are 
а little sharper. 

Тһе quarry, opened in 1900, measured about 400 by 200 feet, with an average 
depth of 20 feet in 1907. 

tock structure: The sheets, 1 to 5 feet thick, dip very gently south and 
Southeast. There are two sets of joints—(a), strike N. 85° Е, dip 70° 8., 
forms a heading on the north side;. (b), strike М. 80% E., dip 75° N. 30“ W., 
is discontinuous and spaced very irregularly. The rift is reported as vertical 
north-south, and the grain as horizontal. Schist inclusions, 8 feet by 1 foot 
and 8 by 4 feet, are described on pages 21 and 65. (See also Pl. III, B, at the 
right.) Small pegmatite veins, “tight sets," are bordered with large biotitic 
spots and muscovite flakes. 

Transportation, by cart 8 miles to South Ryegate, 940 feet lower. 

The product was used for bases and hammered monuments. 

The Italian quarry is on the southwest side of Blue Mountain, 940 feet 
above the village of South Ryegate and about 400 feet N. 60° W. from the Gibson 
quarry. Operator, Rinaldo Tonelli, South Ryegate. ы 

The granite is а quartz monzonite of light to medium gray shade and medium, 
even-grained texture, identical with that of the Morrison and Gibson quarries. 

The quarry opened in May, 1907, measured in August about 250 by 100 feet 
and about 5 feet in depth. 

Rock structure: The sheets, 10 inches to 5 feet thick, dip 20° W. Only one 
set of joints, strike М. 50° W., dip 30° E., spacing 50 feet. The rift is reported 
as vertical with N. 55° Е, course and the grain as horizontal, and both as equal, 

The product is carted 8 miles to South Ryegate and used for bases and ham- 
mered monuments. 

The Frazer quarry (formerly known as Hall’s) is on the southwest side of 
the southeast spur of Blue Mountain, about 950 feet above South Ryegate. It 
is no longer operated. Ke 

The granite (specimen D, XXIX, 85, b) is a quartz monzonite of light 
to medium gray shade and of medium inclining to coarse, even-grained texture, ' 
with feldspars up to 0.4 inch and mica to 0.2 inch. 

While the general shade of this stone differs but little from that of the Mor- 
rison and Gibson quarries, the contrasts between its minerals are much more 
marked. 

The quarry measures about 300 feet square and from 5 to 20 feet in depth. 

Rock structure: The sheets are normal, 1 to 12 feet thick, dipping 25° SW. 
‘There is but one joint, strike N. 70° W., dip 85% М. 20° E. А flow structure of 
biotitic streaks and sheets strikes М. 70° W. and dips 45? N. 20° E. In the west 
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half of the quarry this is so prominent as probably to detract from the value of 
the stone. Rusty stain along the sheet surfaces is up to 3 inches thick. (See 
on the natural removal of this stain by organic and carbonic acids, p. 69.) 

The product had to be carted 34 miles to South Ryegate. 

The Rosa quarry is on the northeast side of a southeast spur of Blue 
Mountain, about 300 feet below its top and in line with its main axis. This 
quarry is about one-third of a mile by road from the Frazer quarry and about 
1,100 feet above South Ryegate. Operator, Rosa Bros., South Ryegate. 

The granite is of two kinds. The first, “fine gray” (specimen D. XXIX, 
79, a), is a biotite granite of medium-gray shade and of fine, inclining to medium, 
even-grained texture, with feldspars up to 0.2 inch and mica to 0.1 inch. Its 
general shade is a trifle darker than that of the quartz monzonite of the Gibson 
quarry. Its constituents, in descending order of abundance, are translucent to 
very light bluish-gray potash feldspar (orthoclase and microcline) ; light smoky 
quartz with hairlike crystals of rutile, and fluidal and other cavities in sheets 
with cracks parallel thereto; whitish soda-lime feldspar (oligoclase), slightly 
kaolinized, micacized, and epidotized, in places intergrown with quartz in 
vermieular structure; biotite (black mica) ; and a little muscovite or bleached 
biotite. Accessory: Apatite, zircon crystals, titanite. Secondary: Kaolin, a 
white mica, epidote, limonite. 

W. Т, Schaller, a chemist of this Survey, finds that this stone contains 0.08 
per cent of CaO (lime) soluble in warm dilute (10 per cent) acetic acid, which 
indicates the presence of 0.05 per cent of CaCO; (calcium carbonate). No 
carbonate was detected in thin section, nor any effervescence with muriatic-acid 
test. 

The fineness of the texture of this stone precludes mineral contrasts. 

The other granite (specimen D, XXIX, 79, b), “coarse gray,” is a biotite 
granite of medium bluish gray color, and medium, even-grained texture, with 
feldspars up to 0.3 inch and mica to 0.15 inch. This is also a trifle darker than 
that of the Gibson quarry. Its constituents are like those of the fine gray, 
with the addition of calcite and more biotite. The stone effervesces with muri- 
atic-acid test. 

Its contrasts are stronger than those of the quartz monzonites of the Morrison 
and Gibson quarries. 

The quarry, opened in 1906, measured in 1907 about 150 by 75 feet and from 
10 to 25 feet in depth. 

Rock structure: The sheets, 1 to 10 feet thick, are horizontal or dip to 10° Е, 
There are three sets of joints—(a), strike east, dip 65° S., forms a 3-foot-wide 
heading on the north; (b), strike М. 70°-80° W., dip 40° М. 10°-20° H., spaced 
1 to 25 feet, coated with epidote and slickensided; (c), strike М. 5° E., vertical, 
one only. The rift is reported as vertical with М. 60° Е. course, and the grain 
as horizontal. The fine granite (specimen 79, a) occurs only north of head- 
ing (a). On the south edge of the quarry a vertical basic dike, 22 inches thick, 
strikes М. 65° E. (See р. 114.) Rusty stain measures 1 to 2 inches. 

The product is carted nearly 4 miles to the cutting shed at South Ryegate and 
is used for hammered and rock-faced monuments and bases. 


GROTON, 


The Benzie quarry is in Groton about a mile 8, 25° W. from the Wells 
River Bridge at Groton and 300 feet above it, and about 44 miles 8, 85° W. 
from Blue Mountain, is Ryegate. (See fig. 22.) Operator, Bonazzi Quarry Co. 
(Ine.), Montpelier. 
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The granite (specimen D. XXIX, 80, a), "Vermont blue," is a quartz monzo- 
nite of medium, very bluish gray color, and even-grained medium inclining to 
fine texture. Its constituents, in descending order of abundance, are clear 
colorless to very light smoky or very light bluish quartz, with few cavities 
and brightly polarizing rift and grain cracks; translucent light-bluish soda- 
lime feldspar (oligoclase), somewhat kaolinized and with white fibrous mica, 
also a white mica in small scales, and some calcite; a little clear potash feld- 
Spar (microcline, also orthoclase), with inclusions of oligoclase, quartz, and 
biotite; biotite (black mica); and a little muscovite or bleached biotite. 
Some of the feldspars are minutely intergrown with quartz in vermicular 
structure. Accessory: Titanite, pyrite, zircon crystals, apatite, allanite. Sec- 
ondary: Kaolin, a white mica, cal- 
cite, leucoxene. Effervesces with 
muriatic-acid test. 

This stone is brilliant and mark- 
edly bluish, but its mineral con- 
trasts are feeble. 

The quarry, opened in 1896, 
measured in 1907 about 200 by 
175 feet and from 40 to 60 feet 
in depth, 

Rock structure: The sheets are 
normal, 1 to 10 feet thick, and 
range from the horizontal to a very. 
low dip north and also east. The 
structure is shown in figure 23. 

There are three sets of jointS—  Freurn 923. Structure at Benzie quarry, 
(A), strike N. 55° E, vertical, Groton, Vt. 
spaced 15 to 50 feet, forms a 
rusty heading on the west wall, with short vertical subjoints at right 
angles to it; (B), strike N. 50° E, (diagonal to quarry), dip 60° S. 50° 
Е., discontinuous and at irregular intervals: (C), strike N. 20° W. and 
vertical, discontinuous and rare. The rift is reported as horizontal, and the 
grain as vertical, with N. 55° E. course. There is a coarse ' shake” structure 
in bands up to a foot thick parallel to the sheets, at points 25, 40, and 60 
feet below the surface. (See p. 39.) There are biotitie masses on the west 
side parallel to joints (A), the course of which is also that of the grain, 
and thus also that of the flow. On the west wall is a dike of quartz monzonite 
(specimen D, XXIX, 80, b) 5 feet thick, of medium bluish-gray color and 
very fine, even-grained texture, with feldspars up to 01 and mica mostly 
under 0.5, exceptionally 0.1 inch. Its constituents are the same as those 
of the main granite. There are two dikes of similar quartz monzonite, but 
of dark, slightly bluish-gray color and extremely fine texture, with feldspars 
up to 0.06 (exeeptionally 0.1) and miea to 0.04 inch. "These dikes are 6 and 2 
inches thick, strike N. 5° and 20? E., and dip 70° E. and 90°. Several pegma- 
tite dikes, 1 to 6 inches thick, cross the entire quarry, cutting the first granite 
‘dike, some striking N. 17° W., others in various directions. There is also 
a 3-inch diabase dike on the west wall. It contains porphyritic augite crystals, 
some of which have been replaced by quartz or calcite or chlorite. A com- 
pressive strain is reported here ав from all directions. Rusty stain is only 
an inch thick on sheets 10 feet below the surface. 

The product was carted 14 miles to the eutting shed at Groton. It was used 
for monuments and buildings. The fine stone of the granite dike was used 
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for special orders and carved work. Examples are the Davison monument 
at Woodsville, N. H., and the Dr. S. N. Eastman monument at Groton, Vt. 


ORANGE COUNTY. 


Тһе quarries of Orange County are chiefly in Williamstown, but as these 
closely adjoin those of Barre, as shown on the map, they will be considered 
in eonnection with the Barre quarries. (See p. 141.) А quarry in Topsham 
and a prospect in Randolph properly belong here. 


TOPSHAM, 


Granite was formerly quarried at two points in Topsham. One was very 
near the village of South Ryegate, the other on Pine Mountain about south- 
Southeast of Groton.” Hitchcock and Hager’s geologic map represents a 
granite area extending from Groton into Topsham, but it seems too far west. 

The Ricker quarry is in Topsham at the west foot of Pine Mountain, 
roughly about 53 miles west-southwest of Blue Mountain, 2} miles southeast 
of the Benzie quarry, and 2% miles south-southeast of Groton and 490 feet 
above it. (See fig. 22.) Quarry abandoned. 

The granite (specimen D, XXIX, 87, а), “Pine Mountain,” is a quartz 
monzonite of medium bluish-gray color and medium, somewhat even-grained 
texture with feldspar up to 0.4 inch and mica to 0.1 inch, but with sparse 
clear porphyritic feldspars including all the other chief constituents. The 
stone is not quite so bluish as that of the Benzie quarry, in Groton, nor do 
its feldspars seem to be as evenly distributed. Its constituents are similar. 
Effervesces with muriatic-acid test. 

The porphyritic clear feldspars enhance the brilliancy of the rough surface. 
Its contrasts are greater than those of the Benzie quarry stone, but there are 
minute rust spots on the long-exposed blocks about the quarry, the cause of 
which was not manifest. 

The quarry is about 40 by 32 feet, and the working face on the east is 20 
feet high from the road and quarry leyel. 

Rock structure: The sheets, 5 to 12 feet thick at their widest parts, are 
normal and horizontal or inclined 10° N. 45° W. There аге two sets of 
joints—(a), strike М. 70° E., vertical, forms the north wall, and а 25-foot 
heading north of it with joints 2 to 4 feet apart, and another on the south 
wall; (b), strike N. 40° E., dip 55° N. 50° W., forms the east wall and recurs 
10 feet east. The flow structure has a N. 35° E. course. Vertical pegmatite 
dikes up to 1.5 inches thick strike N. 25° W. Арше dikes up to 1 inch thick. 
strike М. 45° and 55° Е, 

The product was carted about 3 miles to rail at Groton, 490 feet lower. 


RANDOLPH. 


Beedle’s prospect is in the west corner of the town of Randolph between 
the Bethel line and the west branch of White River, in school district 11, 
three-fourths of a mile west and southwest of the Vermont Central Railroad, 
which here describes a curve. It is on the farm of A. H. Beedle, of Randolph. 
(See fig. 35.) The foregoing particulars were obtained by G. H. Perkins, State 
geologist. 


62 The quarry on Pine Mountain, here described, is probably the one referred to by the 
State Geologist in 1900 as operated then by the Pine Mountain Granite Co. (See Perkins, 
а. H., Mineral resources of Vermont, for 1899-1900, р. 75.) 


VERMONT. 119 


According to the State geologic map of 1861 this granite should be on the 
west side of the western belt of “clay slate,” but no granite is shown on the 
map in this town. 

The granite (specimen D, XXIX, 100, a, and b), fine white granite, is a quartz 
monzonite of etxremely light gray shade without any mica spots. It is lighter 
than “ Dummerston white" but not as white as that of Bethel when the rough 
faces are compared, and its slight grayness has a tinge of green in it. Its tex- 
ture is even grained and fine, with feldspars nearly all under 0.1 inch and none 
over 0.15 inch. Its constituents, in descending order of abundance, are milk- 
white striated soda-lime feldspar (albite to oligoclase-albite), some of it inter- 
grown with potash feldspar (microcline), the latter forming, however, but a 
small portion of the particle (ће soda-lime feldspar is more or less kaolinized 
and micacized) ; clear colorless quartz with fluidal and other cavities, rarely 
with hairlike erystals of rutile; very little separate potash feldspar (miero- 
cline) in minor particles; and muscovite (white mica) in scales up to 0.37 
millimeter. The accessory minerals are zircon, apatite, and rutile. No mag- 
netite or pyrite was detected. Secondary minerals, kaolin, a white mica, rather 
abundant epidote, and zoisite in irregular particles up to 0.5 millimeter, excep- 
tionally 0.75 millimeter, accounting for the greenish tinge (this is really the 
fifth mineral in order of abundance) ; a little calcite and rare chlorite scales 
up to 0.22, exceptionally 0.75 millimeter, reinforcing the greenish tinge. 

An estimate of the mineral percentages made by applying the Rosiwal method 
to a camera lucida drawing of a thin section enlarged 40 diameters yields these 
results with a mesh of 1 inch and a total linear length of 34 inches: Feldspar, 
76.5; quartz, 21.2; mica, 2.8. The average diameter of the particles obtained 
from the same calculation is 0.0049 inch; that of the feldspar, 0.0088 inch; of 
the quartz, 0.0032 inch; and of the mica, 0.0024 inch. 

The stone effervesces slightly with muriatic-acid test. W. T. Schaller, a 
chemist of this Survey, finds that it contains 0.87 per cent of CaO (lime) 
soluble in warm dilute (10 per cent) acetic acid, which indicates a content of 
0.66 per cent of CaCO; (calcium carbonate, calcite), and this mineral also ap- 
pears in thin section. 

The stone takes a high polish, owing to the absence of all but very minute 
mica plates. Being a quartz monzonite and also free from mica spots, it will 
probably hammer quite as white as the quartz monzonite from Bethel. The 
hand specimens show traces of rift or flow structure. 

There are no data as to size of outcrop or as to structure. The principal 
opening is 60 by 30 feet. There was no quarrying in 1916. 


ORLEANS COUNTY. 


DERBY. 


The Lacasse quarry, formerly owned by the Newport Granite Co., is near 
the center of the town: of Derby and about 4 miles roughly east of the city of 
Newport, оп Lake Memphremagog. (See map, Pl L) Operator, A. C. Lacasse 
Granite Co., Newport. 

The granite (specimen D, XXIX, 75 a), * Derby gray," is a quartz monzonite, 
with both biotite and muscovite, of light bluish-gray color and even-grained, 
medium inclined to fine texture, with feldspars up to 0.25 and 0.8 inch and mica 
to 0.15 inch. Its constituents, in descending order of abundance, are light 
Smoky quartz with hairlike crystals of rutile, fluidal and other cavities in 
‘sheets with cracks parallel to and in places coinciding with them; clear to 
bluish milk-white striated soda-lime feldspar (oligoclase), mostly much 
kaolinized and somewhat micacized, also intergrown in places with quartz in 
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vermicular structure; clear to translucent bluish potash feldspar (microcline 
and orthoclase), slightly kaolinized; biotite (black mica); and muscovite 
(white mica). Accessory: Apatite, titanite, allanite, rutile. No magnetite. or 
pyrite was detected. Secondary: Kaolin, a white mica, and calcite from 
chemical test. 

There is no effervescence with dilute muriatic-acid test, but W. Т. Schaller, а 
chemist of this Survey, finds that it contains 0.05 per cent of CaO (lime) soluble 
in warm dilute (10 per cent) acetic acid, which indicates the presence of 
nearly 0.09 per cent of CaCO; (calcium carbonate, calcite), which is slight 
indeed. 

The shade of this stone is between that of “light Barre” and of the granite 
of Hallowell, Maine. It has more black mica than “light Barre” and stronger 
contrasts. This stone should hammer lighter than a biotite-muscovite granite.” 

The quarry, opened about 1880, measured in 1907 about 300 feet N. 45° W. by 
250 feet N. 55° E. and averaged 20 feet іп depth. 

Rock structure: The sheets, 3 to 18 feet thick, dip 20? S. 55° W. They “ grow 
together "—that is, sheet structure is undeveloped in the western part of the 
quarry—making masses 22 to 25 feet thick. Опе set of vertical joints, dis- 
continuous, strikes N. 55° W., is spaced 10, 30, and 100 feet, and forms a head- 
ing on the north wall. At the northeast corner there is a trace of a transverse 
set, The rift is reported as horizontal, and the grain ав vertical with М. 55° 
E. course. Both are marked. Flow structure, consisting of muscovitic and 
biotitic bands, is vertical with N. 50° E. course. The muscovite scales in these 
bands measure up to 0.25 inch. There are very irregular biotitic surfaces іп 
the eastern part of the quarry, resembling tree roots in form. Associated with 
them аге nonmicaceous lighter tortuous bands. These are presumably ir- 
regularities in the flow structure. A “shake structure” up to 5 inches thick 
occurs on some sheet surfaces, and the rock there is passing into sand. The 
contact here has been alluded to on page 105. А north-south compressive strain 
was reported by the foreman. There is no stain on the sheet surfaces. 

The product is carted 4 miles to the railroad at Newport. It is used for ` 
monuments and buildings. Specimen: The prison-ship martyrs’ monument in 
Fort Greene Park, Brooklyn, М. Ү. Height, 150 feet, shaft 18 feet in diameter 
at base and 14 feet at top. 

The Parmenter quarry is in Derby Township, near Beebe Plain, close to 
the Canada line and about a mile east of Lake Memphremagog. (See РІ. I.) 
Owner, W. H. Parmenter, North Derby. Abandoned in 1920. 

The granite (specimen D, XXX, 72, a), a light granite, not examined 
microscopically, is either a biotite granite or a biotite-quartz monzonite of 
very light gray color and even-grained medium texture, with feldspars up to 
0.8 inch and micas to 0.2 inch. Its constituents are slightly bluish milk- 
white feldspars, light smoky quartz, and biotite (black mica). It effervesces 
slightly with acid test. 

In general shade this granite is lighter than that of North Jay and darker 
than that of Bethel, or nearly the same as “ West Dummerston white” but 
with more conspicuous black micas. 

The quarry in 1909 was 40 by 25 feet in area and 10 feet deep. 

Rock structure: The sheets, 2 to 5 feet thick, are insufficiently exposed but 
appear to undulate horizontally. Joints (a) strike М. 50° W., dip 60° SW., 
spaced 10 to over 20 feet; (b) strike N. 30° E., dip 80? S. 60° E., one only. 
Тһе rift is reported as horizontal, and the grain vertical with N. 50? E. course. 


63 Зее a reference to this stone and quarry in Richardson, C. H., The geology of New- 
port, Troy, and Coventry: Vermont State Geologist Sixth Rept., p. 280, pl. 58, 1908. 
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In a larger quarry on the Canadian side, a few hundred feet from the other, 
formerly worked by the same operator, granite of the same mass and character 
has sheets 10 feet thick and a flow structure with N. 60° W. course. 

The product is carted half a mile to a siding on the Canadian Pacifie Rail- 
way at North Derby and is used for hammered monuments or bases. The 
quarry was idle in 1916. 

BARTON, 


In 1913 a specimen was received by this Survey from Milo J. Owen, of 
Barton, ав occurring within that township. 

The granite (specimen D, XXXV, 109, a) is a medium to dark-gray aplite 
(p. 42) with a groundmass of fine particles ranging from 0.05 to 0.17 milli- 
meter in diameter and inclosing porphyritic feldspars (milky oligoclase to 
oligoclase-andesine) from 0.87 to 1.25 millimeters, quartz (smoky?) up to 
0.87 millimeter, and biotite (black mica) up to 0.75 millimeter. 

Ag aplites occur in dikes and are a little harder than granite the economic 
value of this aplite will depend upon the width of the dike, the relative cost of 
cutting it, and also, of course, the spacing of the joints and sheets. 

The Barnard quarry is in the township of Barton. Operator, John М. 
Barnard, R. D. 1, Barton. Quarry idle. 

The granite (specimen D, XXXVIII, 26, a), “Barton,” is a biotite granite 
of medium gray shade and of medium texture, with feldspars up to a trifle over 
0.2 inch and biotite (black mica) to 0.05 inch. 

It does not effervesce with muriatic-acid test. It is a bright granite without 
marked contrasts. Я 

Its constituents, іп descending order of abundance, ате clear colorless potash 
feldspar (microcline), pale smoky quartz with cavities in sheets, clear to milky 
soda-lime feldspar (oligoclase-albite),: somewhat kaolinized, biotite, and very 
little muscovite. Accessory: Apatite, zircon. Secondary: Kaolin, chlorite, cal- 
cite. 

The quarry is 800 by 100 feet and up to 9 feet deep. 

The product is used for monumental work. 


WASHINGTON COUNTY. 


BARRE AND WILLIAMSTOWN. 


The quarries of Williamstown, in Orange County, will be described in con- 
nection with those of Barre, as they belong to the same group and their granite 
is continuous and identical, 

TOPOGRAPHY. 


The city of Barre lies about 5 miles southeast of Montpelier (see Pl. I), and 
the Barre quarries are 3 miles farther southeast, near the southeast corner of 
the township of Barre, and a few of them are in Williamstown, in Orange 
County, which adjoins Barre on the south. The city of Barre lies on Stephens 
Brook, a tributary of the Winooski, which empties into Lake Champlain. 
About half a mile southeast of Barre this brook receives a tributary from the 
southeast, known as Jail River. Some 23 miles southeast of the city this river 
flows through а canyon-like gorge between flat-topped masses of sand, clay, апа 
boulders over 200 feet thick. A little north of Jail River at this point a round- 
ish granite mass, known as Cobble Hill, rises to a height of 1,000 feet (by 
aneroid) above the city, and 2 miles about southwest of this hill and a little 
south of the river another granite mass, known as Millstone Hill, rises to a 
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height of 1,200 feet above the city. In 1907 56 quarries were grouped about 
these two granite masses, and of these 52 were about Millstone Hill. The 
section (fig. 24) will serve to convey a general idea of the surface features 
described. The locations and designations of the Millstone Hill quarries are 
given in Plate II. 

GENERAL GEOLOGY. 


The geology of the granite area of Barre was last treated by George I. 
Finlay.® 

His map shows that he regards the two granite hills as parts of one granite 
area, with a north-northeast trend, over 4 miles long by 14 miles wide, sur- 
rounded by slate and schist. Its representation on the State geologic map 
of 1861 is not far different. The writer’s time was too short to enable him 
to trace the boundaries of the granite and schist, nor was a map suitable 
for such purpose available. Finlay represents a schist tongue crossing Mill- 
stone Hill diagonally from northwest to southeast and Cobble Hill as all 
granite, but the writer found schist on the north side of the top of the Cobble, 
without, however, determining its northern limit. The schist capping also 
crops out at Jones Bros.’ and Barclay’s quarries, also near the Marr & Gordon 
quarry (Nos. 10, 12, 26 in Pl. II), and іп Websterville, Some of these schist 
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FicURE 24,—Сепега1 topographic section through granite mass of Barre, Vt. Scale, about 
400 feet to 0.1 inch, 


masses are probably lesser bands still lying on the granite, which Finlay 
states were too small to enter on his small-scale map. The strike of the 
foliation of the schist about the quarries varies from north to N. 60° E., 
and the dip is steep west or 90°. In a group of quarries south-southeast of 
Millstone Hill it strikes uniformly М. 30°-35° Е. 

These are the chief geologic features of the Barre district. Four forma- 
tions are represented—(1) the schist, a metamorphosed marine argillaceous 
and calcareous sediment of unknown thickness, underlying the city and sur- 
rounding the granite area; (2) the granite, of igneous origin, intruded in 
the schist and forming two domes, 2 miles apart, with an intervening de- 
pression, which in consequence of the erosion of the schist now project 
through it; (3) certain dark basic dikes of later date cutting the granite 
and the schist also; (4) finally, masses of sand, clay, and boulders, over 200 
feet thick in the hollow between the domes, of glacial origin, overlying the 
schist and part of the granite. 

The geologic age of schist and granite have been discussed on page 106, and 
their probable history was sketched on page 107. 

As many as seven different sets of surface forms have existed here— 
(1) the original surface of the sediments of clay and sand before their 
emergence from the sea; (2) the surface of those sediments after their 
metamorphism into schist and before the granitic intrusion; (8) the surface 
of the schist mass as modified by the granitic intrusion; (4) the surface of 


4 Тһе granite area of Barre, Vt.: Vermont State Geologist Third Rept., pp. 46-59, 
pl. 4, 1902. 
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the schist and granite masses which resulted from the long period of preglacial 
erosion; (5) the original surface of the superimposed glacial deposits; (6) 
the surface of the glacial deposits as modified -by glacial-lake levels; (7) the 
surfaces produced in both unmodified and modified glacial deposits by post- 
glacial streams. It is assumed in this outline that any modifications of the 
eroded rock surface by the glacier were unimportant, and the surface of the 
ice sheet itself has not been considered. 

The present surface is evidently of complex origin. Parts of it were formed 
under (4), (5), (6), and (7). Wherever no glacial deposits were formed or 
wherever they were afterward removed we have the surface (4). In the 
gorge between Millstone and Cobble Hills, as shown in figure 24, the coarse and 
fine glacial deposits have a nearly level surface, which is probably due to ter- 
racing by a glacial lake (6). These opposite terraces may һауе been con- 
tinuous, but the gorge itself is partly or entirely the result of the cutting of the 
terraced glacial deposits (7). In places the processes of (7) have exposed the 
schist surface formed by (5) and made small inroads upon it. 

The schist of Barre varies much in character. A few observations were 
made and specimens collected. In many places it contains lenses and beds of 
calcareous quartzose rock. On Brook Avenue, in the northwestern part of the city, 
a mass of this rock dips 80° to 40° about southwest, but with traces of plicated 
bedding in the opposite direction. Itis a very dark gray fine-grained quartzose 
crystalline limestone, The sections show quartz particles up to 0.24 millimeter 
in a cement of calcite plates with rare muscovite scales and many minute black 
(carbonaceous?) particles. At the other end of the city, near the covered 
bridge over Jail River, it is a very fine black roofing slate with minute secondary 
plications and spangled with black tabular crystals up to 0.1 inch across, prob- 
ably of ilmenite. The microscope shows it to be a muscovite-quartz slate with 
a little biotite and chlorite. Part of the outcrop is a muscovite schist with 
quartz and calcite and spangled with biotite scales lying across the schistosity ; 
also with rhombic plates of chlorite and ilmenite up to 0.2 inch. Near quarry 
No. 26 (Pl. II) a granitic dike 8 feet thick crosses the schist. This proves to 
be a light-gray fine-textured porphyritie biotite granite differing from Barre 
granite mainly in texture. There are here and there within the granite area 
strips of schist which are parts of the original capping left by erosion. There 
are also blocks of schist within the granite (inclusions) which probably dropped 
into the rising semiliquid granite from the underside of the fractured capping. 
These are described more fully on pages 64-65. 

The pegmatite and aplite dikes which traverse the granite belong to a later 
stage of the period of intrusion, after the consolidation of the granite. The 
basic dikes described on page 128 and referred to by Finlay * belong to a still 
later date. He describes as camptonite a 5-foot dike which crosses the schist 
just south of Barre on the road to South Barre, and he illustrates its spheroidal 
weathering. 

BARRE GRANITE. 


Barre granite is known commercially as “dark Barre,” “medium Barre,” 
and “light Barre," with some exceptional “very dark Barre” and “white 
Barre.” It appears to һе everywhere a biotite granite in which the orthoclase 
is considerably kaolinized and micacized, but the microcline is fresh. The dark 
stone of the Milne & Wylie quarry and of the Jones quarry shows so great a 
contrast between its hammered and polished faces as to indicate that the 
amount of soda-lime feldspar in it is larger than it is in the other gran‘tes of 


% Op. cit., pp. 49, 50, pl. 6. 
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Barre or in biotite granites generally, and the thin sections show considerable 
plagioclase altered like the orthoclase. But Whitman Cross," of this Survey. 
found a specimen of “dark Barre” quarried by Wells, Lamson & Co. to be a 
typical biotite-muscovite granite in which the amount of plagioclase (soda-lime 
feldspar) was so small as to place it among the accessory constituents. (See 
p. 138.) 

The various shade and color designations of this granite are due in part 
to the different degree of kaolinization and micacization of its orthoclase 
feldspar, causing it to range from a translucent bluish gray to milk-white. 
and in part also to the varying content of black mica. Technically its colors 
are here defined as (1) very light gray (Wheaton quarry, abandoned), equiva- 
lent to that of North Jay, Maine; (2) light inclining to medium, slightly bluish 
gray (Jones light quarry), between that of North Jay and of Hallowell, 
Maine; (3) light medium bluish gray (Smith upper quarry), between that of 
Hallowell, Maine, and Concord, М. H.; (4) medium bluish gray (Duffee 
quarry), а trifle darker than “Concord granite”; (5) dark inclining to 
medium bluish gray (Bruce quarry); (6) dark bluish gray (Marr & Gordon 
quarry) ; (7) very dark bluish gray (Marr & Gordon quarry knots), equivalent 
to “dark Quincy.” Тһе chief product consists of (8), (4), and (5). Тһе dark 
shades occur near the Williamstown line, the light near the top of Millstone 
Hill on its south and southwest sides, and_also about three-fifths of a mile 
south-southwest of the top. The cause of this distribution is not evident. 

Its texture ranges from fine to medium—that is, with feldspars up to 0.2 and 
0.4 inch, generally, however, not exceeding 0.2 inch, few reaching 0.3 inch— 
so that it may be generally designated fine inclining to medium or medium 
inclining to fine. But the light granites of the Millstone quarry, on Millstone 
Hill, and of the Wheaton quarry, on Cobble Hill, are of medium texture, 
with feldspars to 0.4 inch. Its mica particles range up to 0.1 and 0.2 inch, 
but in the * very dark” to 0.3 inch. 

Its constituents, in descending order of abundance, are (а) clear colorless 
or bluish to translucent and milk-white potash feldspar (orthoclase, kaolinized, 
and micacized, and less of clear microcline) rarely intergrown with a little 
soda-lime feldspar; (b) light smoky quartz, showing optical effects of strain, 
rarely with rutile needles, generally with fluidal and other cavities in sheets, 
and with rift cracks parallel to or coinciding with them, and in some sections 
with another set of fewer and shorter sheets of such cavities at right angles 
to the other and with grain cracks parallel to them (in one place the rift 
cracks extend into the feldspar and are there filled with fibrous muscovite) ;" 
(с) translucent to milk-white soda-lime feldspar (oligoclase-albite to oligo- 
clase and oligoclase-andesine), some of it with flexed twining lamellae, more 
or less kaolinized and micacized, and in places with calcite; (4) biotite (black 
mica), some of it chloritized; (в) a little muscovite or bleached biotite. Ac- 
cessory minerals, pyrite, magnetite, titanite, allanite, apatite, zircon, rutile. 
Secondary, calcite (abundant within the orthoclase), one or two white micas, 
epidote, and chlorite. Minute veinlets of quartz, of calcite, and of epidote 
occur exceptionally. 

An estimate of the mineral percentages made by the Rosiwal method on a 
piece of “ dark” yielded these results: Feldspar, 65.522; quartz, 26.578; mica, 
7.900. 


66 See U. S. Geol. Survey Nineteenth Ann, Rept., pt. 6, continued, p. 224, 1898. 

вт Finlay (op. cit., р. 54) describes these rift cracks as crossing from one quartz crystal 
particle to another without interruption and as containing arborescent crystalline growths, 
possibly of manganese dioxide. 
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АП the Barre granites effervesce with muriatic-acid test. W. T. Schaller, 
chemist, of this Survey, finds that the “light Barre” contains 0.49 per cent of 
CaO (lime), soluble in warm dilute (10 per cent) acetic acid, and the dark 0.63 
per cent, indicating a content of 0.87 and 1.12 per cent of CaCO; (calcium 
carbonate, calcite), respectively; the presence of this mineral is also shown by 
the microscope. 

Finlay's analysis of the darker granite from the area south of Millstone Hill 
is given here for reference.” 


Analysis of * dark Barre” granite. 


Sica (510) —__--_--- ыз зенә. ла бине mae ті tete де 69. 89 
АНТЕ Од ОМАК ean eras оре a a ое 15. 08 
mone sesguroxide (БЕ у sn en ee re 1. 04 
Pee COTE SACS О ЕЗУ е ЕУ Еа ee eee ee А 1. 46 
IAG eS SY SS РАИ ПУРО pal Si hs as oy ls е те . 66 
ipnr ОНО ааваа cras term cto cet cree a ei 2. 07 
Бода 820) с з = сс ус мо с к s eee са 4.73 
IBODHSH SORS ИИ 4. 29 
увек а сорта ва MEOE LO ec ERE mod 
Water combined (ELO ignition) __________________________ 525 
Phosphorus pentoxide: СЕ) ~ -__ Trace. 

99. 76 


W. C. Day found the specific gravity of * dark Barre” and “medium Barre” 
to be 2.662 to 2.672, and its crushing strength to range from 14,968 to 19,957 
pounds to the square inch., (See p. 199.) L. P. Kinnicutt in 1908 found that 
100 pounds of Barre granite absorbs 0.294 pound of water. (See p. 157.) 

Barre granite is mostly monumental, but some is building granite. The light, 
medium, and dark monumental stone, although brilliant in the rough, has weak 
mineral contrasts, but these are stronger on the polished face of the dark. The 
white of the more kaolinized and micacized orthoclase feldspars and the black 
of the mica, and the combined bluish gray of some of the feldspar and smoke 
color of the quartz form three distinct shades, but owing to the fineness of the 
texture these merge a few feet away, and the white alone shows against a dark- 
gray ground. “Light Barre” granite is never polished but is hammered, 
because of the feeble contrast between the polished and cut surface, but the 
dark is often used for polished work. Its polish is fair, and the contrast 
between the polished and cut face is more marked along the hard way than in 
the rift or grain directions. In the stone from the Milne & Wylie and Jones 
dark quarries this contrast is so marked as to imply the presence of consider- 
able soda-lime feldspar, for the contrast is almost as great as in a quartz mon- 
zonite. The polished face shows pyrite and a little magnetite. 


GEOLOGY OF BARRE QUARRIES, 


The granite was observed in contact with the schist at six quarries (Pl. ІП, 
Nos. 6, 8, 9, 10, 12, 20). The results of a study of the contact phenomena at 
two of these quarries are given on pages 85-88. 

The schist inclusions һауе already been dwelt upon (рр. 64-65). At two 
quarries (Pl. II, Nos. 6, 32) these inclusions and the schist capping have been 
penetrated by minute dikes of granite and pegmatite proceeding from the 
granite. At one of these quarries the granite is darkened for a space of 7 feet 

, from the inclusion. 


% Op. cit., pp. 55, 56. 
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The sheet structure of Millstone Hill appears to form a more or less un- 
symmetrical flattish dome. The central part of this dome is exposed at the 
Wetmore & Morse quarry (РІ. ПІ, No. 14), where the sheets dip from the 
horizontal both eastward and westward 10°. West-southwest of that point 
and lower down, at the Smith upper quarry (Pl. II, No. 15), they dip 10°-15° 
SW., and so also in the Duffee quarry; still farther down, at the Smith lower 
quarry (Pl. II, No. 17), they dip 20°-30° SW. On the northeast side at the 
Bond & Whiteomb quarry (Pl. II, No. 19), the sheets dip low to the northeast, 
and at the next quarry (Pl. II, No. 26) 15? E.; at the Canton quarry (No. 21) 
10? N., but at the Barney quarry (No. 20) 10° NE. and NW. At the Walker 
quarry (No. 28) low east and northeast. An east-northeast to west-northwest 
section of the hill passing through the quarries named would thus give a general 
low anticlinal Тһе sheets of Cobble Hill also form a dome, for at the 
Wheaton quarry, north-northwest of the top, they dip 10% NW. and NNE., but on 
the southwest side of the hill, at the Wildbur quarry, they dip 60° S. 75° W., and 
at the Bianchi quarry, farther south, 35° S. 50° W. But the sheet structure half 
a mile southeast of Millstone Hill (Jones and Consolidated quarries) and toward 
the Williamstown line is too complex to unravel. Тһе sheets are lenticular and 
normal at only 21 out of the 41 quarries visited. These 21 quarries include, 
besides those named above, the small group of quarries in the northwest corner 
of the area mapped (Pl. II), also the Milne & Wylie, Anderson, and Wells-Lam- 
son quarries, and the Pirie, in Williamstown. In the remaining 20 quarries 
the sheets are more or less irregular or absent. In some places the lenses are 
very short and thick; in others, as in the large Jones Bros. quarry, there are 
only traces of sheets. In several quarries, as the Manufacturers and Anderson 
quarries, the sheets “ grow on "—that is, the sheet partings stop laterally, leay- 
ing the center or half of the quarry without sheets. Figure 27 shows close 
joints without sheets in one part of the quarry, and sheets without joints in 
the adjoining part. In several quarries sheet structure stops vertically at 
depths of 20, 25, or 35 feet from the rock surface—for example, at the Barclay, 
Capital, and Milne quarries. At the Smith lower quarry there is a mass 58 
feet thick without sheets; at the Bruce, one such of 48 feet; at another, of 
40 feet; and at the Marr & Gordon, of 80 feet. At one of the Boutwell quarries 
there is a lens (“boulder”) about 33 feet thick estimated to contain about 
500,000 cubic feet. At some quarries there is no trace of sheet structure. 
This incomplete development of sheet structure is the chief difficulty in quarry- 
ing at,Barre. Wherever low-dipping joints occur these are utilized as sheets, 
but where such joints are wanting horizontal channeling has to be resorted to, 
which is expensive. The sheets range from 6 inches to 80 feet in thickness. At 
the Wells-Lamson quarry the “toe-nail” structure intersects the sheets. At 
one quarry a sheet surface is slickensided. . 

During the last 10 years the depth of some of the quarries has greatly іп- 
creased. The bottom of some of the Boutwell, Milne & Varnum Co.’s quarries 
is 200 feet below the rock surface. In some places the limit of sheet structure 
seems to have been almost reached. 

There are ten sets of joints—(a), strike М. 5° W. to №. 10° E.; (b) N. 
15°-20° Е.; (с) N. 80°—40° Е.; (d) №. 45°-55° E.; (е) №. 60°-70° Е.; (f) 
М. 75°-90° Е.; (с) N. 60-80% W.; (h) М. 459-509 W.; (i) N. 809-409 W,; 
(3) М. 10°-25° W. Of these (c) occurs at 21 and (f) at 18 quarries. The 
next most frequent are (e) and (i), each at 10 quarries, and (j) at 8. These 
Joints divide themselves into five complementary sets—that is, sets at right 
angles to one another and presumably due to the same strain. ‘These sets 
consist of (a) and (f), (b) and (g), (c) and (h), (d) and (i), and (e) 
and (j). The spacing of the joints ranges from 1 to 200 feet. In 26 quarries 
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the spacing ranges from a minimum of 1 to 8 feet to a maximum of 20 to 50 
feet; in 18 quarries from a minimum of 10 to a maximum of 100 to 200 feet. 
Many of the joints are intermittent or discontinuous. Abnormal relations of 
joints and sheets are shown in figure 28. In some quarries joints of the same 
strike incline in opposite directions, as shown in figure 26. 

Some joints are coated with limonite and calcite; others with a greenish, 
usually, slickensided film of muscovite, secondary quartz, and chlorite. Back 
of it the feldspars are microscopically brecciated and cemented with fibrous 
muscovite, also minutely veined with calcite and quartz. These veins run at 
right angles to the face. Some joint faces are very uneven, and their minor 
protuberances are slickensided. Other joint faces are coated with somewhat 
large muscovite scales. The slickensides of joints usually have their furrows 
pointing in the direction of the dip of the joint, indicating motion up or down 
along the dip. 

Headings are numerous and usually rusty. On the northwest wall of the 
Marr & Gordon quarry the central part (25 feet) of a heading striking N. 
35° E. branches off to the northwest; and at another quarry (р. 143) a heading 
undulates back and forth laterally. 

Flow structure is rarely observable. At the Wells-Lamson quarry (РІ, II, 
No. 24) a 12-inch band of darker granite shows the flow to have been М. 70° 
E. with an inclination of 60° М. 20° W. On Cobble Hill (Bianchi quarry) 
it is about north and vertical. At the Barney quarry for a space of 15 feet 
from the contact with schist the granite is coarse and fine in alternating 
bands. 

Segregations are uncommon. At the Sanguinetti quarry (Pl. II, No. 18) 
the granite is concentrically banded in a pear-shaped mags, 1 and 2 feet in 
its diameters. Biotitic knots are rare and small. One 1.5 by 0.5 inch was 
noted. Possibly the darker, more biotitic, irregular roundish portions of 
the granite near the schist contacts at the Marr & Gordon and Jones dark 
quarries (pp. 180, 141) are of the nature of the segregations. 

The rift as reported by foremen is everywhere vertical, and the grain in 
all but two quarries is horizontal. The course of the rift about Millstone Hill 
and in Williamstown appears to range from N. 30° E. to М. 60° E., and on 
Cobble Hill from N. 50% E. to N. 75? E. In the group of quarries about the 
Boutwell and Bruce quarries and the adjoining ones in Williamstown the rift 
is М. 502-609 E., but near the top of Millstone Hill (Duffee, Millstone) it is 
N. 80-40? E. At the Capital and Barre quarries (Pl. II, Nos. 29, 83) it is 
reported as varying in different blocks. At the Anderson quarry (Хо. 8) it is 
reported as М. 60° Е., and the grain, here better than rift, as dipping 20° N.; 
but at the Jones light quarry, only 1,500 feet away, the rift is reported as N. 
35° E. and the grain as horizontal At the Pirie quarry the grain is reported 
as dipping 35? N. 

Pegmatite dikes are not abundant. One at the Pirie quarry is described 
on page 49; those at the Anderson quarry on page 85 (fig. 10), and tbose at 
the Bailey quarry on page 49. 

Aplite occurs in irregular veinlike masses in contact with schist inclusions 
at two quarries. Specimen D, XXIX, 14, a, from the Jones dark quarry, is 
of light medium bluish to greenish gray color and of very fine texture, with 
mica up to 0.05 inch, its other minerals not distinguishable. In thin section 
it consists of microcline, kaolinized albite to oligoclase-albite, and quartz 
with a little biotite, some of it chloritized, and still less muscovite or bleached 
biotite. It contains allanite and carbonate. Specimen 44, c, from the Bailey 
quarry, is of light medium purplish gray color and of porphyritie texture. It 
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consists of light purplish-gray to milk-white feldspar, clear quartz, and black 
mica. The particles of the matrix are from 0.025 to 0.1 millimeter in diameter. 
The porphyritie crystals (mostly oligoclase-albite, some with zonally arranged 
quartz, rarely microcline) measure from 0.25 to 1 by 0.5 millimeter. Pyrite 
is accessory. 

Quartz veins from 0.05 to 2 inches wide of pegmatitic origin are more 
abundant. One at the Milne quarry is described on page 51. 

Basic dikes were noted at seven quarries. At three (Jones light, Capital, 
and McIver & Matheson) the exposures may all belong to one dike, which would 
thus be half a mile long; and as two others (Barney and Walker quarries) 
are clearly the same dike, thus 800 feet long, only four dikes were actually 
observed. The long one is from 2 feet 6 inches to 9 feet thick, with a М. 40°-45° 
Е. course and vertical. The other, from 1 to 2 feet thick, has a N. 35°—40° 
Е. course. One at the Millstone quarry, пр to 2 feet thick, has а М. 25° 
W. course and weathers spheroidally. One at the Bianchi quarry, on Cobble 
Hill, is 6 inches thick, with a М. 55° Е. course. Two of these dikes were ex- 
amined in thin section. The dike rock of the Jones light quarry is a dark- 
greenish diabase of very fine texture (labradorite, augite, magnetite, apatite 
needles, secondary calcite). Its augite is altered to a chlorite-like mineral giv- 
ing the greenish color. The Millstone dike rock appears to be an altered campto- 
nite of very dark gray color and porphyritic texture, with very fine matrix 
(plagioclase, micacized, kaolinized, and with calcite, magnetite in crystals, and 
skeleton crystals). Тһе porphyritie crystals or masses appear to be horn- 
blende more or less altered to chlorite and calcite; one is replaced by quartz. 

At three quarries the granite within 1 to 2 feet of these dikes ің crossed by 
vertical subjoints 1 to 6 inches apart parallel to the dike wall; and the granite 
scales off along them. These subjoints are to be regarded as the effect either 
of the heat of the dike or of the strain which accompanied its intrusion. 

A north-south compressive strain is reported at the Bruce and Wells-Lamson 
quarries, and an east-west one at the Canton quarry. 

Rusty stain along sheet surfaces varies greatly in amount; In many 
quarries it does not exceed 6 inches in thickness; in others it reaches 12, 16, 
and 18, and in one place 24 inches, but that was confined to the upper sheets. 
Generally it is confined to the lower surfaces of sheets. On joint faces it is 
from 6 to 24 inches and abounds on headings. 

In concluding this part of the subject attention is recalled to the evidence 
of minor mineral and structural changes brought out in this and the previous 
section. The rift and grain cracks in the quartz, the straining of the quartz 
as shown by its optical behavior, the bending of the twinning lamellae of 
the soda-lime feldspars, the formation of minute veins of secondary quartz, 
calcite, and epidote, the brecciation of feldspars and the formation of fibrous 
muscovite and of chlorite and of little veins of quartz and calcite in conse- 
quence of motion along joint planes, the formation of subjoints near basic 
dikes—all these facts point to crustal movements of different dates, some 
probably preceding the sheet and joint structure, others subsequent to it. 


QUARRIES. 


The Boutwell quarry is about south of the top of Millstone Hill, in Barre. 
(See Pl. ІІ, No.1.) Operator, Boutwell, Milne & Varnum Co., Montpelier. 

The granite, chiefly “dark Barre” (but also some “dark medium” and 
“medium”), is a biotite granite of dark inclining to medium bluish-gray 
color and of fine, even-grained texture, with feldspars up to 0.2 inch and 
mica to 0.1 inch. Its color, texture, constituents, and qualities correspond 
to those of the * dark " of the Bruce quarry, described on page 131. 
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The quarry, opened about 1886, is somewhat T-shaped, measuring about 
600 feet in a М. 80° E. direction by 60 feet north and south at the east епа 
and 120 feet at the west end, with a 150-foot square extension on the north 
Side, but only 150 feet from the west end. Its depth in 1907 was from 50 to 
100 feet. 

Rock structure: The sheets are irregular, 4 to 30 feet thick, striking М. 30° 
E. and also east-west and dipping 10?, 20?, and 859 М. 809 W. and north. 
Joint, rift, and dike courses are given in figure 25. 

Joints (A) dip 55°-70° S. 10° W., are spaced 5 to 50 feet, and form the north 
and south walls of the main part. 'They are mostly limonitie or slickensided 
with a lustrous greenish coating, described on page 127. Joints (B) are verti- 
cal, discontinuous, only a few feet long, form small headings, and are coated 
with ealeite and limonite to 0.25 inch. One at the southeast corner dips 60? N. 
40° W. (С) dips 10° S., exceptional, only a few feet long, with lustrous coat- 
ing, as under (A). Тһе rift is reported as vertical, and the grain as horizontal. 
Three large schist inclusions measure respectively 55 by 10 by over 6 feet, 
20 by 4 by 8 feet, and 10 N 
by 8 feet. Тһе first has 
been described on page 64. 
А minute vein (a) of mus- 
covite and quartz dips 50° сБ 
Е. Тһе granite parts along : „80 € 
it. Vein (b) is scarcely те ше 
0.05 inch wide, but has a 455 
border of dark bluish green (д) and и 

(chloritie) or brown (limo- 
nitic), 0.25 inch .wide on 
either side. (See further 
p. 74.) Тһе “sap” is from < 
8 to 12 inches thick on the & 
lower surfaces of sheets а 
and is conspicuous in thé чари 25,—Structure at Boutwell quarry, Barre, Vt. 
headings, 

Product: As the stone is sold by the company in rough blocks, there are no 
records of the monuments made of its blocks. The monolithic Smith obelisk 
at Sharon, Vt., came from this quarry. 

Тһе Milne & Wylie quarry айјоіпѕ the Bruce quarry on the south and 
lies about south of the top of Millstone Hill, in Barre. (See РІ. ІТ, Хо. 3.) 
Operator, Boutwell, Milne & Varnum Co., Montpelier. 

The granite (specimens D, XXIX, 11, a, b, c), “dark Barre,” is a biotite 
granite of dark bluish-gray color, a trifie darker than that of the Bruce quarry, 
and of even-grained fine inclining to medium texture, with feldspars up to 0.3 
inch and mica to 0.12 inch. Its constituents are the same as those of the Bruce 
and Marr & Gordon quarry stone described on pages 180, 131, but it contains con- 
siderable soda-lime feldspar, more or less kaolinized and micacized and with 
calcite. Its strong contrasts of shade between cut and polished faces also indi- 

cate the presence of an unusual amount of soda-lime feldspar for a biotite 
granite. It effervesces with muriatic-acid test. 

An estimate of the mineral percentages by the Rosiwal method yields the 
following results with a mesh of 0.2 inch and a total linear length of 66.6 
inches: Feldspar, 65.522; quartz, 26.578; mica, 7.900. The average size of all 
the particles obtained from the same measurements, adding 50 per cent to the 
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number of feldspar particles for the unseparated second feldspar, proves to be 
0.069 inch, that of the feldspar 0.074 inch, the quartz 0.079 inch, and the mica 
0.033 inch. 

The polished face shows a little pyrite and less magnetite. The cut or ham- 
mered hard-way face is as light as the cut face of the Jones “light Barre,” 
thus affording a very marked contrast with the polished face. Тһе mineral 
contrasts are weak in the rough stone, but stronger on the polished face, white, 
black, bluish-gray, and smoke color being easily distinguished in it within a 
distance of 2 feet. Тһе polish is fair. 

Тһе quarry, opened about 1887, was іп 1907 about 400 feet from east to west 
by 200 feet across, but with a mass 100 by 50 feet projecting into the quarry 
from the east wall. 

Rock structure: The sheets, 8 to 30 feet thick, dip 20°-30° NW. Joints, one 
set only, strike nearly east, dip 60°—70° S., form the north and south walls and 
а heading which constitutes the projecting mass on the east wall. These joints, 
being spaced 3 to 20 
feet, cut up the sheets. 
9. N. The Empire dark 
quarry is southwest 
of the Milne & Wylie 
quarry and about 
south-southwest 
of the top of Mill- 
stone Hill, іп Ватте, 
just north of the 
Williamstown line. 
(See Pl. II, No. 4.) 
Operator, Boutwell, 
Milne & Varnum Co., 
>| Montpelier. 

L $ The granite is like 
FIGURE 26.—Structure on west wall of Empire dark quarry, that from the Bruce 
Barre, Vt. quarry, described on 

page 131. 

The quarry, opened about 1888, is about 375 feet in a N. 75° E. direction by 
200 feet across and in 1907 was from 75 to 120 feet in depth. 

Rock structure: The sheets, 3 to 18 feet thick, are somewhat irregular, dip- 
ping low, rarely 402-459 N. There are two sets of joints— (a), strike №. 65°—70° 
E., dip 65°—70° S. 15° E., spaced 4 to 25 feet, forms a heading on the north wall, 
а 10-foot опе on the south wall, and а 25-foot one in the middle. This set ex- 
ceptionally dips 65°-70° N. 15° W., forming with the rest a V-shaped heading 
in the center of the quarry, as shown in figure 26. The faces of (а) are coated 
with limonite and bordered with its stain. Тһе other set (b) is exceptional, 
strike N. 15° W., vertical. The rift and grain are as at adjoining quarries. 
There are three schist inclusions on the east wall, the largest 20 by 10 feet. 

The Marr & Gordon quarry is east-southeast of the Empire quarry апа 
about south-southwest of the top of Millstone Hill, in Barre, just north of the 
Williamstown line. (See Pl. II, No. 5.) Operator, Boutwell, Milne & Varnum 
Co., Montpelier. 

The granite (specimens D, XXIX, 8, b, bb, d), “dark Barre" (derrick 9), is a 
biotite granite of dark bluish-gray color and of even-grained fine texture, with 
: feldspars up to 0.2 inch and mica to 0.1 inch. Its constituents, in descending 
order of abundance, are clear bluish to translucent and milk-white potash feld- 
spar (orthoclase, kaolinized and micacized, with a little clear microcline), some 
of it with minutely intergrown soda-lime feldspar; light smoky quartz, witn 
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cavities іп sheets and showing marked optical effects of strain; translucent to 
milk-white soda-lime feldspar (oligociase to oligoclase-andesine) rarely with 
curved twinning lamelle, more or less altered; biotite (black mica), rarely 
chloritized ; very little muscovite or bleached biotite. Accessory: Pyrite, mag- 
netite, zircon, titanite, apatite. Secondary: Calcite (in orthoclase), kaolin, one 
or two white micas, and chlorite. 

The stone effervesces with muriatic-acid test. W. Т, Schaller, a chemist of 
this Survey, finds that it contains 0.63 per cent of CaO (lime) soluble in warm 
dilute (10 per cent) acetic acid, which indicates a content of 1.12 per cent of 
СаСО; (calcium carbonate, calcite) ; the presence of this mineral is also shown 
by the microscope. 

This granite is regarded by the firm as harder and darker than the “dark” 
from its other quarries. It resembles that of the Milne & Wylie quarry 
(p. 129) but when polished shows somewhat higher mineral contrasts. It takes 
a fair polish. The polished face shows some pyrite and magnetite. 

At the west end of the quarry, near the contact of granite and schist, is a 
mass (so-called knot) of still darker granite of sufficient size for commercial 
use. This “very dark Barre" (specimen D, ХХІХ, 8, a) is a biotite granite 
of very dark bluish-gray color, much darker than the “ dark" and as dark as 
“dark Quincy " (p. 321) and of fine inclining to medium, even-grained texture, 
with feldspars up to 0.2 inch and mica to 0.3 inch. Its constituents are the 
same as those of “dark Barre," specimen 8, b, etc., but the biotite is much 
more abundant. The second feldspar is oligoclase-albite. The stone effervesces 
with muriatic-acid test. 

Rock structure: In the main opening the sheets are unusually irregular. At 
the east end they аге 18 to 20 feet thick, but in the north western part for a depth 
of 80 feet there are none. In the small opening the sheets are more regular and 
from 4 to 14 feet thick, Тһеге is but one set of joints, strike N. 35? E. and verti- 
eal, forming a 20 to 25 foot heading on the northwest wall, also the northwest 
wall of the smaller opening, where it recurs at intervals of 3 to 10 feet. Тһе 
heading in the main quarry branches off diagonally to the northwest, forming a 
band 20 to 30 feet wide, about halfway down the quarry. This unusual structure 
indieates complex strains. At the top of the west end the granite is in contact 
with a quartz-biotite schist spangled with biotite seales. Тһе two rocks are 
firmly welded together in places across the foliation of the schist. Near this 
schist the granite is much darker from more'abundant and larger biotite 
scales. (See p. 25.) The outline of the darker stone is irregular. The rift 
is reported as vertical, with М. 55° Е, course, and the grain as horizontal. 

The Bruce quarry adjoins the Boutwell on the southwest and lies about 
south of the top of Millstone Hill, in Barre. (See Pl. II, No. 2). Operator, 
Boutwell, Milne & Varnum Co., Montpelier. 

The granite (specimen D, XXIX, 12, a), “ датк Barre,” is a biotite granite 
of dark inclining to medium bluish-gray color, and of even-grained fine texture, 
with feldspar up to 0.2 inch and mica to 0.1 inch. Its constituents, in descend- 
ing order of abundance, are translucent bluish-gray to milk-white potash feld- 
spar (orthoclase, kaolinized and micacized, and a little clear microcline, one 
such orthoclase inclosing a fresh microcline) ; light smoky quartz, with cavities 
in sheets and with cracks parallel to them (the quartz shows optical effects of 
strain) ; milk-white soda-lime feldspar (oligoclase-albite), more or less altered, 
rarely with bent twinning planes; biotite (black mica); and a little muscovite 
or bleached biotite. Accessory: Titanite, magnetite, pyrite. Secondary: Not 
a little caleite within the orthoclase, kaolin, one or two white micas. The 
stone effervesces slightly with muriatic-acid test. 
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Its mineral contrasts are feeble owing to fineness of texture and the lightness 
of quartz. There is some contrast between the polished and eut faces along 
the hard way. 

The quarry, opened іп 1890, measured in 1907 about 250 feet in a М. 80° Е, 
direction by 125 feet across and 60 to 100 feet in depth. 

Rock structure: The sheets, 4 to 10 feet thick, dip 5°-10° М. At the bottom 
is a mass 48 feet thick without sheets. There are three sets of joints—(a), 
strike N. 80° E., with varying dip, forms the south wall and an 8-foot heading 
on the north wall, spacing 10-20 feet, but makes wedge-shaped masses owing 
to varying dip; (b), diagonal, “ slide,” strike N. 40° E., vertical, at northwest 
corner, with uneven slickensided face; (c), strike М. 20° W., dip 70° N. 70° 
Е. опе in center. The rift and grain are as at Boutwell quarry. A heavy 
north-south compressive strain is reported. 

The Bailey quarry is southeast of the Milne & Wylie quarry and about 
south of the top of Millstone Hill, in Barre. (See Pl. II, No. 6.) Idle but 
owned by the Boutwell Co. 

The granite, ‘dark Barre," is а biotite granite of dark color and fine 
even-grained texture, similar to that of the Bruce and Milne & Wylie quarries. 

The quarry in 1907 was about 185 by 75 feet and from 10 to 85 feet іп 
depth. 

Rock structure: The sheets are imperfectly developed. There are two sets of 
joints—(a), strike N. 20° W., dip 70° N. 70° E., spaced 8 to 20 feet; (b), strike 
М. 60° E., dip 75° S. 30° E., spaced 2 to 6 feet, occurs on the west side only. 
There the granite is in contact with schist which has a foliation strike of N. 60° 
E., dip of 35° N. 30° W.; also опе of М. 20° E., with vertical dip. At the 
northwest corner is a schist inclusion 26 by 5 feet, with a foliation striking 
N. 85° W. and а dip of 55° N. Dikes large and minute of pegmatite and aplite 
penetrate the schist capping and the inclusion rendering the relations in- 
tricate. Some of the details are given on page 87. 

The Anderson quarry is about 8. 10° Е, of the top of Millstone Hill, in 
Barre, 1,800 feet northeast of the Williamstown line. (See Pl. II, No. 8.) 
Abandoned but described on account of its great geologic interest. 

The granite is a biotite granite of gray shade and fine even-grained texture. 

The quarry, opened about 1892, measured in 1907 about 200 feet in a N. 
45° W. direction by 150 feet across and from 50 to 75 feet in depth. 

Rock structure: The granite on the southeast and northeast sides 
and on the west of the south -corner is capped by schist and slate 
up to 15 feet thick, with a cleavage and schistosity striking М. 30° B. 
and dipping 55° N. 40° W. The relations of granite and slate are shown in 
Figures 10 and 11, and the contact phenomena һауе been given on page 85. 
The sheets, 1 to 15 feet thick, dip 20° NW. There are three sets of joints— 
(a), strike М. 50° W., dip 75° М. 50? F., occurs on the southwest side only; (b), 
strike N. 5° E., dip 70° E., spaced 6 to 15 feet; (c), strike N. 60° E., dip 75°, 
spaced 8, 15, and over 25 feet. The rift is reported as vertical, with N. 60° 
Е. course; the grain as dipping with the sheets 20° NW., and as easier than 
the rift. A 1-foot pegmatite dike borders one of the schist masses, as shown 
in figure 10. At the east side there are two schist inclusions, measuring 10 
by 2 to 8 feet and 6 by 2 feet, respectively, besides minor fragments. 

The Stephen & Gerard quarry is 600 feet north of the Anderson quarry 
and south to south-southeast of the top of Millstone Hill, in Barre. (See 
Pl. II, No. 9.) Operator, Standard Granite Co., Barre. 

The granite, reported by the firm as ‘‘medium Barre,” is a biotite granite of 
gray shade and of even-grained, fine texture. For descriptions of “ medium 
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Barre” see page 124. The quarry in 1907 measured about 175 feet in a N. 30° 
Е. direction by 150 feet across and from 20 to 50 feet in depth. 

Rock structure: The sheets are undeveloped in the west half of the quarry, 
but closely spaced joints there serve the quarrymen instead. Rift and joint 
courses are shown in figure 27 and the complex relations on the north wall in 
figure 28. There are four sets of joints—(A), dip 85% 8, 40° Е., spaced 8 to 17 
feet; (B), vertical, spaced 
30, 40, to 90 feet, forms the 
south wall; (0), diagonal, 
dip 859 E. one only in east 
half; (D), vertical, forms 
heading on south wall Тһе 
granite is in contact on the. 
west side and southeast cor- 
ner with schist which has a 
foliation striking N. 30? E. 
and dipping 50° N. 60? W. 
Rusty stain is from 1 to 6 
inches thick on sheet and 
joint faces. 

BUNC Boro Буй к ЕчсовЕ 27.—General structure at Stephen © Ger- 
Quarry Co.’s quarry is about rard quarry, Barre, Vt. 

500 feet north of the Canton 
quarry, and in about that direction from the top of Millstone Hill, in Barre. 
(See РІ. II, No. 22.) Operators, E. L, Smith & Co., Barre. 

The granite, “light Barre,” is a biotite granite of light-gray shade like that 
previously described. 

The quarry, opened in 1904, was estimated in 1907 as measuring about 800 
feet in a N. 22° Е. direction by 150 feet across, and іп 1918 was 100 feet deep. 

Rock structure: The sheets, 1 to 8 feet thick, are normal and dip very low 
southeast. There are two sets of joints—(a), strike М. 15° Е., vertical, dip 55° 

E. on the southeast 
ЊЕ and northeast walls, 
spaced 10, 20, to 100 
feet; (b), strike N. 
80°-35° W., dip 75° 
N., 60? E. and verti- 
cal, discontinuous, 
one on and one near 
the south wall. The 
rift is reported as 
ч vertical with N. 80° 
АД Етін ва Е. course, апа the 


(8) 


Figurn 28—Structure on north wall of Stephen & Gerrard grain as horizontal. 
quarry, Barre, Vt. The produet is 
used for monuments 


and buildings. The stone for the Vermont capitol at Montpelier came largely 
from this quarry. 

The Jones Light quarry is about south-southeast of the top of Millstone 
Hill, in Barre, (See Pl. II, Nos. 10 and 11.) Operator, Jones Bros. Co., Barre, 
Vt., and Boston, Mass, è 

The granite (specimen D, XXIX, 27, b), “light Barre,” is a biotite granite 
of light, very slightly bluish-gray color. Its position among the light granites 
| ig between that of North Jay, Maine, whieh is very light gray, and that of 
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‘Hallowell, Maine, which is light, inclining to medium. Its texture is even 
grained, fine inclining to medium, with feldspar up to 0.2 inch, rarely 0.3 inch, 
and mica to 0.1 inch. Its constituents, in descending order of abundance, are 
clear colorless to bluish translucent and milk-white potash feldspar (orthoclase, 
kaolinized and micacized, with fresh microcline) ; very light smoky quartz 
with sheets of cavities with brightly polarizing rift or grain cracks parallel to 
or coinciding with them; translucent to milk-white soda-lime feldspar (oligo- 
clase-albite, more or less altered), rarely with bent twinning planes; biotite 
(black mica), some of it chloritized; very little muscovite or bleached biotite. 
Accessory: Magnetite (very little) and zircon. Secondary: Calcite, usually in 
the orthoclase, kaolin, one or two white micas, and chlorite. 

The stone effervesces with muriatic-acid test. W. T. Schaller, chemist, of 
this Survey, finds that it contains 0.49 per cent of CaO (lime) soluble in warm 
dilute (10 per cent) acetic acid, which indicates a content of 0.87 per cent of 
СаСОз (calcium carbonate, calcite), the presence of which is also shown іп 
thin section. 

The mineral contrasts are feeble, and so are those between cut and polished 
faces. The stone is used for rough, hammered, and carved monumental work. 

The quarry consists of two open- 
ings. The main and older one in 1907 
measured over 550 feet in а М. 85° Е. 
direction by 60 to 200 feet across, and 
in 1918 was 125 feet deep. А later one, 
300 feet N. 30° Е, from the north end 
of the other, was about 200 feet square 
and 50 feet deep. 

Rock structure; Joint, rift, and dike 
courses are shown in figure 29. Sheet 
structure is hardly developed or very 
irregular. Traces of sheets dip 10° W. 
On account of this much horizontal 
channeling has to be done. There are 
six sets of joints—(A), diagonal and 
vertical; (B), also vertical, spaced 20 
to 30, 50 feet and over; (0), dip 45° 
8. 45% E, discontinuous, oceurs here 
and there in north part of quarry; (D),dip 45° W., undulating, occurs with (С); 
(E), in new opening, dip 45^ N. 65? E., spaced 8 to 50 feet, forms a heading at 
northwest corner; (F), in new opening, dip steeply N. 58° E. There is a schist 
capping on the west wall of the main opening 10 to 20 feet and more thick, and 
on part of east wall, and also forming the east wall of new opening. Its folia- 
tion strikes М. 35° Е. and dips steeply to 90°. Тһе schist is said to con- 
tinue indefinitely on the east and also to be at least 150 feet wide on the west. 
Rift is vertical and good, the grain horizontal. A vertical diabase dike, 8 feet 
thick, crosses the north half of the main quarry diagonally, and also the schist 
capping. (See, further, p. 128.) Thirty feet below the granite surface is a 
schist inclusion 30 feet long and up to 8 feet thick, tapering. 

The product is used for rough and hammered face and carved monuments. 
The following specimen monuments combine the product of this quarry with 
that of the firm’s dark quarry described on page 141: Soldiers and sailors’ monu- 
ment, Angola, Ind.; Ohio and Iowa State soldiers’ monuments, Chattanooga, 
Tenn.; Governor Curtin monument, Bellefonte, Pa.; State soldiers’ monument, 
York, Pa.; Hearn monument, with monolithic spire 53 by 4 by 4 feet, Wood- 
lawn, М. Ү.; Rouse mausoleum, Winchester, Va.; Krueger mausoleum, Newark, 


Figeurp 29.—Structure at Jones Light 
quarry, Barre, Vt. 
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М. J.; Gary mausoleum, with roof stones of the “light,” 35 by 9 feet 6 inches 
by 1 foot 6 inches each, Wheaton, Ш.; Goodall monument, Sanford, Maine. 

The Wetmore & Morse quarry, 1,007 feet above the city, lies in a saddle 
about. south-southeast of the top of Millstone Hill and about 200 feet below it. 
(See Pl. II, No. 14.) Operator, Wetmore & Morse Granite Co., Montpelier. 

The granite (specimen D, XXIX, 19, b), “light Barre,” is a biotite granite 
of light, medium, slightly bluish-gray color (darker than that of the Jones 
Light quarry and that of Hallowell, Maine, but lighter than “Concord granite") 
and of even-grained fine inclining to medium texture, with feldspar up to 
0.3 inch and mica not over 0.1 inch. Its constituents, qualities, etc, аге 
identical with those of specimen 18, a, from the Smith Upper quarry described 
beyond. The quarry yields also some “ medium.” 

The stone effervesces with muriatic-acid test. W. -Т. Schaller, chemist, 
of this Survey, finds that it contains 0.49 per cent of CaO (lime) soluble in 
warm dilute (10 per cent) acetic acid, indicating a content of 0.87 per cent of 
СаСО: (calcium carbonate, calcite) ; the presence of this mineral is also shown 
in thin section. 

The quarry, opened about 1875, measured in 1907 about 610 feet in a N. 60° 
Е. direction by 100 to 200 feet across and in 1917 had reached a depth of 
150 feet in some places and 100 feet in others. 

Rock structure: The sheets are from 1 to 28 feet thick. The quarry cuts 
the axis of the hill so as to show the arching of the sheets on the north- 
northwest wall. They are horizontal in the center at the top and dip 10° Е, 
and W., but in the center at the bottom they dip 15° SSW., showing the dome 
structure of the hill There are four sets of joints—(a), strike М. 60° E, 
vertical and steep S. 22° Ю., forms part of the south-southeast wall; (b), 
strike М. 82? E., dip almost 90°, forms part of the north-northwest wall; (c), 
strike N. 85° W., vertical, occurring only in the north half of the quarry, 
coated with chlorite and sericite; (d), strike М. 30? E., dip 45% М. 60° W., 
greenish, slickensided. Тһе rift is reported as vertical with northeasterly 
course, and the grain as horizontal Rusty stain is up to 2 feet thick on 
upper sheets, but disappears entirely below. 

The stone of this company’s quarries has gone into the following monu- 
ments: That to Admiral Schley in Arlington Cemetery, Washington; that to 
Andrew J. Frame at Waukesha, Wis.; and the Everitt mausoleum at Веп- 
nington, Vt. 

The Smith Upper quarry, southwest of and below the last, is S. 82° W. 
of the top of Millstone Hill, in Barre. (See РІ. IL, No. 15.) Operators, E. L. 
Smith & Co., Barre. 

The granite (specimen D, XIX, 18, a), “light Barre," is a biotite granite of 
light, medium, slightly bluish-gray color (darker than the “light” of the Jones 
quarry and that of Hallowell, Maine, which are light inclining to medium gray, 
but lighter than that of Corcord, N. H., which is medium gray) and of even- 
grained fine inclining to medium texture, with feldspar up to 0.3 inch and mica 
not over 0.1 inch. Its constituents, in descending order of abundance, are 
clear colorless to translucent bluish and milk-white potash feldspar (orthoclase, 
kaolinized and micacized, with a little fresh microcline) ; light smoky quartz with 
cavities in sheets with cracks parallel to or coinciding with them; translucent 
to milk-white soda-lime feldspar (oligoclase-albite more or less altered), rarely 
with flexed twinning planes; biotite (black mica), some of it chloritized and with 
epidote; a little muscovite or bleached biotite. Accessory: Pyrite, magnetite, 
titanite, apatite, zircon. Secondary: Calcite, generally in the orthoclase, kaolin, 
one or two white micas, chlorite, and epidote. It effervesces slightly with 


muriatic-acid test. 
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The mineral contrasts are feeble. 

The quarry is very irregular іп outline, measuring about 400 feet in a N. 80% 
Е. direction by 200 feet across and about 50 feet in depth. 

Rock structure: The sheets, 1 to 10, rarely 20 feet thick, are horizontal at the 
north end but elsewhere bend over to the southwest 10° to 15°. Joint and 
rift courses of this and Duffee and Smith Lower quarries are combined in 
figure 30. There are two sets of joints—(A), vertical, forming headings on the 
northwest and southeast walls; (B), dip 75° SW., spaced 10 to 30 feet and over. 
The rift is reported as vertical and grain as horizontal. Rusty stain 1 to 18 
inches thick, but little of it on the upper surfaces of sheets. 

The product is monumental stone. Specimens from all the quarries of E. L. 
Smith & Co. are: Tuxbury exedra at Saco, Maine (see Pl. IV); pedestal of 
equestrian statue of St. Louis (erected by W. R. Hodges) and Lemp mausoleum, 
St. Louis, Mo.; Cluett obelisk, with 44-foot shaft, Hegeman mausoleum, Wood- 
lawn Cemetery, Troy, N. Y.; Fleischmann mausoleum, Cincinnati; Kaufman 
mausoleum, Marquette, Mich. 

This company also furnished the stone for the Barre post office. 

The Duffee quarry is west- 
northwest of and lower than 
the Smith Upper quarry and 
Southwest of the top of Mill- 
stone Hill, in Barre. (See 
Pl. II, No. 16.) Operators, 
E. L. Smith & Co., Barre. 

The granite (specimen D, 
XXIX, 17, a), “medium 
Barre,” is a biotite granite 
of medium bluish-gray color 
(a trifle darker than “ Con- 
cord granite") and of even- 
grained fine texture with feld- 
spars up to 0.2 inch and miea 
rarely to 0.1 ineh. Its соп- 
Stituents, in descending order 
of abundance, are translucent bluish to milk-white potash feldspar (orthoclase, 
kaolinized and micacized, with a little fresh microcline) ; light smoky quartz 
with cavities in sheets and with cracks parallel to them, also showing optical 
effects of strain; translucent to milk-white soda-lime feldspar (oligoclase- 
albite, more or less altered), some of it with curving twining planes; biotite 
(black mica), some of it chloritized; a little muscovite or bleached biotite. 
There are microscopic veins of epidote, of quartz, and of calcite. Accessory: 
Allanite, zircon, probably also magnetite and pyrite, although not in section. 
Secondary: Calcite, usually in orthoclase, kaolin, one or two white micas, 
epidote, quartz, chlorite. Тһе stone effervesces slightly with muriatic-acid 
test. The quarry produces some * dark" also. 

The mineral contrasts are weaker than in the “dark” or in the “light” of 
the Jones or Smith Upper quarries, because of greater fineness of mica and 
more bluish cast of feldspar. 

The quarry is estimated as about 400 feet east to west on one side and 300 on 
the other by 200 feet across and about 75 feet in depth. 

Rock structure: The sheets, 2 to 12 feet thick, are somewhat regular, dipping 
15° SW., with the rock surface. There are four sets of joints (see fig. 80)-- 
(A), dip 75° S. 60° E., forms a 15-foot head through the center of the 
quarry and is spaced 10 to 100 feet; (В) dip 60° М. 55° E., one only in 
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Ечеови 30.—Structure at Smith Upper, Smith 
Lower, and Duffee quarries, Barre, Vt. 
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southwest part; (С) dip 60° S. 40° E., one on south wall; (D) dip S. 48° W. 
one on southeast wall. Тһе rift is reported as vertical and the grain as hori- 
zontal. 

The Smith Lower quarry is west northwest of the Duffee quarry uear 
the foot of Millstone Hill and S. 60° УУ. from its top, in Barre. (See РІ. 
II, No. 17.) Operators, E. L. Smith & Со. Barre. 

The granite, “medium Barre," is identical with that of the adjoining Duffee 
quarry described above. Тһе quarry also yields some “ dark." 

Тһе quarry is estimated as about 250 feet east to west by 200 feet across, 
and 150 feet in depth. 

Rock structure: The sheets, 1 to 15 feet thick, dip 20%-80% SW., but in the 
lower part is a mass 58 feet thick without sheets. Joint and rift courses 
are shown in figure 30—(А), dip 80° S. 60? E., forms the east wall and а head- 
ing on the southwest wall, and recurs 20 feet south of the north wall; (B), dip 
50° NNW. (two of this set, 8 feet apart, are in the southeast corner); (С), 
dip 40° М, 55° E., one only, discontinuous, on northeast wall. Rift and grain 
as at adjacent quarries. 

The Millstone quarry is N. 40? E. from the top of Millstone Hill and 200 
feet below it, or 1,000 feet above the city, in Barre. (See Pl. II, No. 19.) 
Operators, E. L. Smith & Co., Barre. Р 

The granite (specimen D, ХХІХ, 26, a), “coarse light Barre," is а biotite 
granite of light-gray shade, owing to more biotite a trifle darker than the 
“light” of Jones quarry, and of even-grained medium texture with feldspars 
up to 0.8 inch, exceptionally 0.4 inch, and mica to 0.2 inch. Its constituents, 
in descending order of abundance, are clear colorless to milk-white potash 
feldspar (orthoclase, kaolinized and micacized, with a little fresh micro- 
cline, rarely inclosed by the orthoclase); light smoky quartz with cavities 
in sheets, with rift cracks parallel to them, also showing optical effects of 
strain; whitish soda-lime feldspar (oligoclase to oligoclase-andesine) more or 
less altered; biotite (black mica), some of it chloritized; a little muscovite 
or bleached biotite. Accessory: Titanite. Secondary: Calcite, generally within 
the orthoclase, kaolin, one or two micas, chlorite. The stone effervesces with 
соја muriatic-acid test. 

This is a light constructional granite. 

In another opening a little north of the main one the stone (specimen 
D, XXIX, 26, b) “ medium Barre," is a biotite granite of medium gray color 
and fine texture, with feldspars up to 0.2 inch, rarely 0.8 inch, and mica not 
over 0.1 inch. Its constituents are the same as in the coarser granite, except 
that the soda-lime feldspar is oligoclase and some of the orthoclase is fresh. 
The stone effervesces slightly with muriatic-acid test. 

This is à monumental granite, 

The main quarry, opened in 1902, measured in 1907 about 200 feet in a N. 
35° Е, direction by 150 feet М. 25? W., and іп 1917 was about 50 feet deep. 

Rock structure: Тһе sheets are regular, 6 inches to 7 feet thick, and dip 
gently northeast. There are two sets of joints—(a), strike М. 25^ W., vertical, 
forms the northeast wall and a heading 75 feet from the southwest wall; (b), 
strike М, 35° E., vertical and steep N. 55° W., one only, forming the north 
wall. Some of the joint faces are coated with muscovite scales. Тһе rift is 
reported as vertical with М. 852-409 E. course, and the grain as horizontal. 
For spaces 1 to 2 inches wide the granite has very little biotite, and the average 
size of feldspars is there greater. А basic dike, described on page 128, runs 
parallel to the north wall and a little back of it. It is 2 feet thick but tapers 
out at heading (a). Rusty stain does not exceed 1% inches on sheet surfaces. 
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The Barclay quarry is the S. 35° W. continuation of the large Jones Light 
quarry, as shown on Plate II, No. 12. Operator, Standard Granite Co., Barre. 

The granite, “light Barre,” is a biotite granite of light, slightly bluish-gray 
color and even-grained fine inclining to medium texture, identical in every 
respect with that of the Jones light quarry described on page 133, but the 
lower part of the quarry is said to have yielded “ medium Barre” granite, 

The quarry in 1907, 220 by 100 feet, was about 75 feet deep. 

Rock structure: The sheets, 6 inches to 12 feet and over in thickness, dip 
20° N.W., but sheet structure terminates at a depth of 35 feet. Joints and rift 
are the same as in the Jones Light quarry. The granite is capped by schist 
on the northwest side. The schist is spangled with minute crystals of biotite 
and with a few garnets. 

The product is used for monuments and memorial chapels. Specimens are 
the Robert Burns statue and pedestal, Barre, shown in Plate V, A; First 
North Dakota soldiers’ memorial, St. Paul, Minn.; Indian massacre memorial, 
Serena, Ill; Wade memorial chapel, Cleveland, Ohio; Hancock (canopy) 
memorial, San Francisco, Calif.; Doctor Kimball memorial, Concord, N. H.; 
General Thomas (shaft) memorial, Springfield, Ohio; Senator Dillon shaft, 
Davenport, Iowa. 

The Sunnyside quarry is in line with the Barclay. It is operated by the 
Sunnyside Granite Co., Barre. 

The Wells-Lamson quarry is 640 feet above the city and about northeast 
of the top of Millstone Hill. (See РІ. ІІ, No. 24.) Operator, Wells-Lamson 
Quarry Co., Barre. 

The granite, “light and medium Barre,” is a biotite granite of light medium, 
slightly bluish-gray, or of medium bluish-gray color, and of even-grained fine 
inclining to medium or fine texture. It is reported as identical in quality 
with the “light” and “medium” of the Smith Upper and Duffee quarries de- 
scribed on pages 135, 186. The following result of a microscopic examination of 
“ dark” granite from this quarry, made by Whitman Cross, of this Survey, was 
published in 1808: % 

“Messrs. Wells, Lamson & Сов dark granite is a fine, even-grained, typical 
granite containing two micas (biotite, muscovite), sometimes called granite 
proper. The constituents of importance are quartz, orthoclase, microcline, bio- 
tite, and muscovite. The first three occur in wholly irregular grains interlock- 
ing in a very complex manner. The micas are in small leaves between and pene- 
trating the other minerals to some extent. Muscovite apparently occurs in two 
forms, one corresponding to the biotite, as seemingly primary, and the other in 
small flakes in the orthoclase, and clearly a secondary mineral. Accessory con- 
stituents are oligoclase, albite(?), titanite (sphene), and apatite. There is an 
almost total absence of magnetite or other iron ore. Biotite is slightly changed 
to green and probably yields chlorite in some samples. The orthoclase gives 
way to an aggregate of fine muscovite leaves, also varying much in different 
samples, no doubt. Both quartz and biotite show that the rock has endured 
considerable pressure, the former by the ‘ undulatory extinction ’ it exhibits, and 
the biotite by the curved and bent lamellae. Тһе pressure did not extend to а. 
crushing of the grains or any banded structure. In the feldspars is some calcite 
filling small cracks. On the basis of this examination I should estimate it at 
quartz 30 to 35 per cent, orthoclase 80 per cent, microcline 20 to 25 per cent. 
Much of the iron is present in the ferrous or unoxidized condition.” 


6 See Т]. S. Geol. Survey Nineteenth Ann. Rept., pt. 6, continued, p. 224, 1898. 
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A chemical analysis of the “dark” from this quarry made by William С. 
Day at Swarthmore College, Pennsylvania, published in the same place, is re- 
peated here for réference. 


Analysis of “ dark Barre” granite. 


ОР © а а АИ a E 69. 56 
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Bromsesquioxide.(-HeiUs) te Soe тсе тты пење ЕЕ ЗЕ 2. 65 
МЕР sr SIS DC). a ВИ РАНИ МИ И ey Pe Trace. 
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НР | (4 6 0) ӨРГЕ енбек uar enr ub enenc mr aded др и Nd 4.81 
Manganese (И sc иеа а ка па села e ы ы с істе Ттасе. 
Loss оп ignition, СО», and тоінілпге----------------------- 1.02 
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Day also made the following physical determinations of “dark” and “ me- 
dium " from this quarry: Specific gravity, dark, 2.672; medium, 2.662; water 
absorbed, dark, 0.121 per cent; medium, 0.129 per cent; crushing strength, dark, 
16,719 to 19,957 pounds; medium, 14,968 to 17,856 pounds. 

The quarry, opened about 1885, was estimated in 1907 as measuring about 
400 feet in а N. 25? W. direction by 300 feet across and from 50 to 60 feet iu 
depth. 

Rock structure: The sheets, 6 inches to 15 feet thick, dip gently southeast 
and М. 65% E. On the west side the lenses are very short. 'There is one sharply 
curving “toenail” 10 feet high, intersecting the sheet structure. There are 
three sets of joints—(a), strike М. 65°-70° E., dip 40°-60° М. 27° W., spaced 
25, 50, and 200 feet; (b), strike М. 80% E., vertical, forms a small heading on 
south edge only; (c), strike N. 45% Е., vertical, forms a heading on the north 
wall and is spaced 200 feet and over. The rift is reported as vertical (prob- 
ably N. 30° E.), and the grain as horizontal. A 12-inch band of darker 
granite strikes М. 70° E. and dips 60° М. 20? W., marking the direction of 
the flow. Schist crops out close to the south wall and continues in that direc- 
tion. A north-south compressive strain is reported. 

The product is used for monuments and buildings. 

The Consolidated quarry is 860 feet above the city and М. 75° E. from 
the top of Millstone Hill, in Barre. (See Pl. II, No. 26.) Operator, Wetmore 
& Morse Granite Co., Montpelier. Idle since 1920. 

The granite, “light Barre,” is a biotite granite of light medium, slightly 
bluish color like that of the Wetmore & Morse and Smith Upper quarries, and 
of even-grained fine inclining to medium texture. (See р. 185.) 

The quarry was estimated in 1907 ав measuring about 800 feet from north 
to south by as much across and in 1917 was from 75 to 100 feet deep. 

Rock structure: The sheets, 1 to 15 feet thick, the thicker ones generally 5 
to 10 feet, in places irregular, dip 15° E. "There are four sets of joints, as 
shown in figure 81--(А), dip 85° М. 40° W., one on the west wall, and a heading 
at the southeast corner; (B), dip 75? W., one at the southeast corner; (C), 
dip 50°-80° N. 20? W., forms north and south walls and small heading 30 
feet west of the south wall; (D), dip 75? N. 60% E., one crosses the quarry 
from the northeast corner. Тһе rift is reported as vertical and the grain 
as horizontal. 


70 Idem, pp. 225, 220. 
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The Empire Light Granite quarry is about 800 feet east-southeast of the 
Milne quarry, on the north side of the southern road from Websterville to East 
Barre. (See РІ. П, No. 36.) Owners, Е. L. Smith & Co., Barre. 

The granite, “light and medium Barre,” is a biotite granite of light medium 
and medium, slightly bluish-gray color, and of even-grained fine inclining to 
medium texture. (See p. 124.) 

The quarry, opened about 1889, was estimated in 1907 as about 375 by 200 
feet and from 10 to 50 feet deep. It was not operated in 1917. 

Rock structure: The sheets are normal, 1 to 16 feet thick, dipping 10° SH. 
There are two sets of joints—(a), strike М. 70° E., dip 58° S. 20° E., spaced 
10 to 50 feet and over; (b), strike northwest, dip 75° SW., discontinuous, 
spaced 100 feet and over. The rift is reported as vertical with N. 85? E. 
course, and the grain as horizontal. 

The Milne quarry is on the south side of the southern road from Webster- 
ville to Hast Barre and 0.9 mile east-southeast of the top of Millstone Hill, 

in Barre. (See Pl. IT, No. 34.) 
N Operator, Boutwell, Milne & 

“ 374 Varnum Co., Montpelier. 
5, хх The granite, “light and me- 


3e 
P ls dium Barre, is а biotite 
. govt. granite of light medium and 
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А inia. medium bluish-gray color, and 
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of even-grained fine inclining 
to medium texture, (See 
pp. 185-186.) 

The quarry was estimated 
in 1907 as measuring about 
Б кз » 250 feet in a north-northwest 
ЎА 3 ej v direetion by 250 feet across 
and from 55 to 70 feet in depth. 

Rock structure: Тһе sheets, 
1 to 6 feet thick, are about 

horizontal or dip 20° E., but disappear 25 feet below the rock surface, where 

low-dipping joints are used by the quarrymen instead. There are four sets of 
joints, аз shown in figure 89--(А), vertical, dip 20° and 40° N. 60° W., forms the 
east-southeast wall, spaced 3 to 150 feet, coated with coarse scales of muscovite ; 

(B), dip 40% NW., discontinuous, spaced 15 to 150 feet; (C), dip 70? S. 15° 
`E., spaced 2 to 20 feet and over, but stop 20 feet down; (D), dip 75? S., one 

only, at the south corner. The rift is reported as vertical with М. 35° E. 

course, and the grain as horizontal. There are veins of smoky quartz up to 

2 inches thick, at intervals of about 8 feet, dipping 609. Some with another 

Strike are part pegmatite. The microscopic structure of this quartz has been 

described on page 51: 

The Straiton quarry is about 13 miles east-southeast of the top of Millstone 
Hill, in Barre. (See РІ. II, No. 87.) Operator, George Straiton Quarry Co., 
Barre. 

The granite, “light and medium Barre,” is a biotite granite of light medium 
and medium gray shade and of even-grained fine inclining to medium texture 
like that previously described. 

The quarry, opened in 1905, measured in 1907 about 100 feet square and 


averaged 10 feet in depth. 


Figures 31,—Structure at Consolidated quarry, 
Barre, Vt. 
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Коск structure: The sheets, 1 to 5 feet thick, vary from horizontal to a 
dip of 10° about south. There is but one set of joints; strike М. 65° H., dip 
55° S. 25° E, spacing 1 to 20 feet. The stain is up to 6 inches thick. 

Тһе produet is used for buildings and monuments. 

The Jones Dark quarry is in Williamstown (Orange County) but adjoins 
the Empire quarry in Barre. (See Pl. II, Хо. 38.) Operator, Jones Bros. Co., 
Barre, Vt, and Boston, Mass. 

The granite (specimen D, XXIX, 13, a), “dark Barre," is a biotite granite 
of dark bluish-gray color, a trifle darker than that of the Bruce quarry, and 
of even-grained fine inclining to medium texture, with feldspars up to 0.3 
inch and mica to 0.1 inch. Its constituents are identical with those of the 
Milne & Wylie quarry stone described on page 129. It effervesces with muriatic 
acid test. d 

Тһе polished face shows pyrite and a little magnetite. Тһе polish is fair. 
Its eut hard-way face is as light as that of the “light Barre," and thus in 
marked contrast to its pol- 
ished face. Its mineral 
contrasts and qualities are 
identical with those of the 
Milne & Wylie quarry stone 
(p. 129), but its texture, pàr- 
ticularly its mica, appears 
to be а little finer. 

Тһе quarry, opened about 
1886, was estimated in 1907 
ав measuring about 800 feet 
in a N. 80? E. direction by 
250 feet across and in 1917 
was 125 feet deep. 

Rock structure ; Тһе sheets, х | 
2 to 20 feet thick, are irregu- FIGURE 32.—Structure at Milne quarry, Barre, Yt. 
lar and undulating. There 
is one mass 28 feet thick. There are four sets of joints—(a), strike N. 80° 
E. vertical, forms headings on north and south walls, is spaced 5 to 30 feet, 
and has rusty faces; (b), strike N. 15° W., vertical, usually discontinuous 
vertically, spaced 10, 20, 80, and 200 feet; (с), strike east, dip 55° S., discontinu- 
ous, one only in southern part; (d), strike М. 55°-55° E., dip 87° S. 87? E., forms 
a small heading north of the south wall. Тһе rift is reported as vertical, with 
course of about N. 55? E., and the grain as horizontal A.schist inclusion in 
the west wall is 30 feet long with a foliation striking N. 50? E. There are also 
masses of darker granite of roundish outline up to 3 feet in diameter, like those 
in the Marr & Gordon quarry (p. 181). Rusty stain is up to 6 inches thick on 
sheet surfaces. 

The Pirie quarry is іп Williamstown (Orange County), nearly 13 miles 
south-southwest of the top of Millstone Hill. (See Pl. II, No. 40.) Operator, 
James К. Pirie estate, Barre. 

The granite, “dark Barre," is a biotite granite of dark, slightly bluish-gray 
color and of even-grained fine inclining to medium texture like that of the 
Barre quarries described on page 124. 

The quarry, opened in 1882, was estimated in 1907 as measuring 350 feet in 
a northeasterly direction by 100 and 250 feet across, and from 30-to 100 feet 
in depth. . 
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Rock structure: The sheets are normal, 1 to 12 feet thick, and dip 10°-80° 
NNW. Joint, rift, and dike courses are shown in figure 88. Joint set (A), dip 
60° S. 27° EL, forms part of the west wall and a rusty heading across the center 
of quarry; (В), dip 55° 5. 55° E., forms the east wall, spaced 1 to 20 and over 
50 feet, also very rusty; (C), dip 55° E., only three, spaced 10 feet; (D), about 
vertical, discontinuous, spaced 30 feet. Тһе rift is reported as vertical, and 
the grain as dipping about 35° N. 30° W. А 3-foot 6-inch pegmatite dike 
dipping 65° S. 25^ E. crosses the center of the quarry and sends out tapering 
branches up to a foot in length. (See, further, p. 49.) Stain up to a foot thick 
is mostly confined to the underside of sheets. 

The Wildbur quarry is on the west side of Cobble Hill, 600 feet above the 
city and N. 35° E. from the top of Millstone Hill. in Barre. Operators, Wildbur 
Bros. & Bessey, Barre. Idle since 1909. 

The granite (specimen D, XXIX, 81, a), “light Barre," is a biotite granite 
of light medium gray shade (like Jones “light Barre") and of even-grained 

fine inclining to medium tex- 
ture, with feldspars up to 0.2 
/ inch and mica to 01 inch. 
The mica is finer and more 
abundant than in the stone 
of Wheaton quarry. Its con- 
stituents are identieal with 
those of Jones “light Barre" 
deseribed on раге 188. А 
clear microcline іпсіовев an 
altered orthoclase. The 
quartz shows effects of strain 
and conspicuous rift cracks 
parallel to or coinciding with 
sheets of cavities. Some of 
these cracks polarize brightly 
and continue into the feld- 
spars, where they are clearly filled with fibrous muscovite. The stone effer- 
vesces with muriatic-acid test. 

The quarry was estimated in 1907 as measuring 100 feet east and west by 
75 feet across. It had a working face 80 feet high on the east. 

Rock structure: The sheets, 1 to 8 feet thick, becoming thicker eastward, 
appear to belong to the outside of an arch or dome striking here N. 10°-20° 
W. and dipping 60% S. 759 W. One set of joints only—strike М, 759 E, 
dip 70° S. 15? E., spaced 8 to 30 feet and over. The rift is reported as vertical 
with М. 75° E. course, and the grain as horizontal. 

The product is used for monuments and buildings. 

This quarry was idle in 1916. 

The Barre Medium quarry is about 500 feet southeast of the Milne quarry. 
(See РІ. II, No. 35.) Operator, Barre Medium Granite Co., Barre. Idle in 1922. 

Тһе granite, * medium and light Barre," is a biotite granite of medium and 
light medium bluish-gray color and even-grained fine inclining to medium 
texture like that described on pages 135-130. 

Тһе quarry, opened іп 1906, was estimated іп 1907 as measuring 200 feet 
from north to south by 150 feet across and from 10 to 25 feet in depth. 

Rock structure: Sheets 6 inches to 5 feet thick, increasing in thickness down- 
ward, dip low southeast. Хо joints had been found. Тһе rift is reported as 
vertieal with N. 60^ E. course, and the grain as horizontal. 


Fieurn 33.—Structure at Pirie quarry, Wiliams- 
town, near Barre, Vt. 
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The McDonald & Cutter quarry is east-northeast of the top of Millstone 
Hill, east of the main street of Websterville, in Barre. (See Pl. II, No. 27). 
Operator, Wetmore & Morse Granite Co., Barre. 

The granite is mostly “light Barre” with some “medium.” It is a biotite 
granite of light medium or medium, slightly bluish-gray color and of even- 
grained fine inclining to medium texture, like those described on pages 135-136. 

The quarry was estimated in 1907 as measuring about 200 feet in a N. 20° 
W. direction by 175 feet across and from 65 to 110 feet deep. 

Rock structure: The sheets, in places imperfectly developed, from 3 to 30 
feet thick, undulate horizontally. There are masses 40 feet thick without 
sheets. There are three sets of joints—(a), strike N. 10-15° W., vertical, 
forms the east and west walls, spaced 10 to 80 feet; (b), strike М. 40°-45° B., 
vertical, spaced 1 to 30 feet; (c) forms an irregular rusty heading at the 
northeast end, strike N. 15° E. and dip 70° E., but undulating along the strike. 
* Stain " is up to 14 inches thick. ? 

The Capital quarry is 750 feet south-southeast of the McDonald & Cutter 
quarry and southeast of Millstone Hill, in Barre. (See Pl. II, No. 29.) 
Operator, Consolidated Quarry Co., Barre. Idle in 1921 and 1922. 

For the granite, see under foregoing quarry. 

The quarry was estimated in 1907 as measuring 150 feet in a northeast direc- 
tion by 100 feet across and 50 feet in depth. 

Rock structure: This is a “boulder” quarry. Тһе sheets, 6 inches to 4 feet 
thick but extending to a depth of only 20 feet, dip about 10° SE. There are 
three sets of joints—(a), strike N. 65° E. dip 55° S. 25° E. spaced 3 to 10 
feet, on south side only; (b), strike N. 85° E., dip steep N. 55° W., discontinu- 
ous; (c), strike northwest, dip 70° NE. spaced 5 to 20 feet. A basic vertical 
dike, 2 to 6 feet thick, with northeast course, forms the northwest wall. It 
weathers spheroidally. The rift is reported as varying in different blocks. 

The Canton quarry is about 450 feet east-northeast of the Millstone quarry 
and northeast of the top of Millstone Hill, in Barre. (See РІ. II, No. 21.) 
Operators, E. L. Smith & Co., Barre. 

The granite, “medium and light Barre,” is a biotite of medium and 
light bluish-gray color, like those already described. 

The quarry: was estimated іп 1907 as measuring about 300-feet in a north- 
easterly direction by 200 feet across and from 35 to 60 feet in depth. 

Rock structure: The sheets, 1 to 14 feet thick, are normal and dip 10° N. 
There are two sets of joints—(a), strike N. 37? W., dip 80° М. 53° E., forms 
the east wall and a heading on the west wall, spaced 5 to 50 feet; (b), strike 
N. 35° E., dip 55° S. 55° E., spaced 10 to 25 and 200 feet, slickensided іп 
the direction of dip. The rift is reported as vertical with М. 42? E. course, 
and the grain as horiontal. A marked east-west compressive strain is shown 
in the faulting of channel cores. 


CABOT, 


The town of Cabot adjoins Woodbury on the southeast and Walden on the 
northeast. 

Lambert’s prospect is in the northern corner of the township, on the east 
side of a north-south ridge, roughly about 4 miles east of Robeson Mountain in 
Woodbury and about 700 feet above Woodbury Pond. (See fig. 20.) It is on 
the farm of Myron Goodnough, near the Walden line, on the South Walden road 
which leads from Cabot to Hardins. Operator, Cabot Granite Co. (Joseph Lam- 
bert), Hardwick. 

The granite (specimen D, XXIX, 59, a), “ dark gray,” isa quartz monzonite of 
dark bluish-gray color (as dark as “ дагк Barre") and of even-grained fine 
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texture with feldspars and mica up to 0.2 inch, the latter rarely 0.8 inch. Its 
constituents, in descending order of abundance, are clear quartz with fluidal and 
other cavities in sheets and with rift cracks parallel to them filled with fibrous 
muscovite and extending into the feldspars; bluish-gray to milk-white soda- 
lime feldspar (oligoclase, but little kaolinized, micacized, and with calcite) ; 
bluish-gray potash feldspar (orthoclase, kaolinized and micacized, with micro- 
cline) ; greenish biotite (black mica); and a little muscovite or bleached pio- 
tite. Accessory: Pyrite, titanite, apatite, and allanite (a crystal 0.88 by 0.09 
millimeter rimmed with epidote). Secondary: Calcite, epidote, kaolin, and 
one or two white micas.  Effervesces slightly with muriatic-acid test. 

This stone is a little finer textured than some of the “ dark Barre" and more 
micaceous. Its mineral contrasts are more marked owing to its feldspars being 
whiter and less bluish and its quartz not smoky. It ought to hammer light. 

The quarry was opened іп 1904. А little work was done іп 1907 and more 
later, but operations were suspended in 1915. 

The sheets іп 1907 were not yet sufficiently exposed to show their thickness. 
There are five sets of joints—(a), strike М. 85° E., dip 75? N.; (b), strike 

v. 55° W., dip 55° S. 35° W.; (с), strike N. 65° E., dip 25° NNW.; (d), strike 
№. 5° E., vertical; (e), strike N. 60? E., dip 75° S. 30° E. 


CALAIS. 


Тһе town of Calais adjoins Woodbury on the southwest. Тһе quarries are at 
Adamant (formerly known as Sodom), in the west corner of the town and 6 
miles north-northeast of Montpelier.“ (See Pl. I.) Тһе quarries lie along a 
М. 80% E. line on the southeast side of a granite ridge. The granite is a biotite 
granite of medium and light-gray shade and fine texture. Of geologic interest 
is the absence of sheet structure and the occurrence of graphite in connection 
with the quartz veins. Schist crops out below the quarries at the village, with 
a foliation, striking М. 20° E. and dipping 55? У. 

The Patch quarry is within half a mile of Adamant, in Calais. Operator, 
Hughes Granite & Quarry Co., Montpelier. 

The granite (specimen D, XXIX, 52, a) * medium gray,” is a biotite granite 
of medium, slightly bluish-gray color and of even-grained medium texture, 
with feldspars up to 0.3 inch, rarely 0.4 inch, and mica up to 0.1 inch. Тһе 
larger feldspars are crystallized about the quartz and mica up to 0.1 inch. 
The larger feldspars are crystallized about the quartz and mica and give the 
stone a somewhat porphyritic texture. Its constituents, in descending order 
of abundance, are clear colorless potash feldspar (orthoclase, somewhat kaolin- 
ized and micacized, with microcline) with inclusions of the other constituents ; 
clear, colorless quartz with but few cavities; bluish to milk-white soda-lime 
feldspar (oligoclase-albite more or less altered) ; biotite (black mica); and 
a little muscovite or bleached biotite. Accessory: Apatite and zircon. Sec- 
ondary: Kaolin, calcite, and white mica. It effervesces slightly with muriatic 
acid test. 

This granite is of the same shade as “medium Barre” but of less bluish 
and more greenish tinge, Its mineral contrasts are stronger and its texture a 
little coarser. Its large clear feldspars give brilliancy to its rough surface. 

The quarry, opened about 1898, was estimated іп 1907 as measuring 250 
feet from north to south by 150 feet across and from 20 to 50 feet in depth. 


71 Зее U. S, Geol. Survey Bull. 589, pl. 1 (map of Vermont with township lines), 1915; 
also Vermont State Geologist Tenth Rept. pl. 38 (geologic sketch map of Calais, by 
C. H. Richardson), 1916. 
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Rock structure: Sheet structure is absent. There are two sets of joints— 
(a), utilized as sheets in quarrying, strike М. 85? E., dip 50° S., spaced 2 
to 17 feet and slickensided in a southwest direction; (b), strike like (a), dip 
40° N. to 90°, spaced 20 to 75 feet, in places discontinuous. The rift is re- 
ported as striking М. 30° E. and dipping 50° N. 60° W., and the grain as 
Striking and dipping as joints (a). The “sap” is 4 inches thick on joint 
faces. A small vein of smoky quartz parallel to joints (a) contains large 
limonite particles from the alteration of some iron mineral. The slickensided 
face of this vein is graphitic. 

Transportation, by cart, 7 miles to Montpelier. 

The product is used for monuments and finds a market chiefly in the Middle 
West. ; 

The Lake Shore quarry is about 1,200 feet 8. 32° W. from the Patch quarry, 
near Adamant, in Calais. It was abandoned before 1915. 

The granite (specimen D, XXIX, 53, a) is a biotite\granite of light inclining 
to medium gray shade and of even-grained fine texture, with feldspars up to 
0.2 inch and mica to 0.1 inch, rarely 0.2 inch. The larger feldspars are crys- 
tallized about the quartz and mica, giving the stone a somewhat porphyritic 
texture. Its constituents are identical with those of the Patch quarry stone, 
except that it contains secondary epidote in particles up to 0.5 millimeter. It 
effervesces slightly with cold dilute muriatic acid. 

This stone is a trifle darker than “light Barre” and a trifle lighter than 
“medium Barre.” Its shade corresponds to that of the granite of Hallowell, 
Maine, but its contrasts are stronger. Its other qualities are identical with 
those of the Patch quarry stone. 

The quarry in 1907 was about 300 feet long in a N. 60° W. direction by 
250 feet across and from 20 to 40 feet deep. 

Rock structure: Sheet structure is undeveloped. There are three sets of 
joints—(a), utilized as sheets in quarrying, strike N. 80° E. dip 80° S. 
spaced 1 to 18 feet; (b), strike М. 75° E., dip 30° М. 15° W., only two on 
south wall; (c), strike N. 20° E., dip 30° W., discontinuous, at intervals of 
20 feet and over. Тһе rift was reported as having a N. 20° Е, course and 
dipping 70° N. 20° W. 

WOODBURY. 


TOPOGRAPHY. 


The township of Woodbury lies northeast of Calais, northwest of Cabot, 
and southwest of Hardwick. Its principal quarries are on the southeast 
flank of Robeson Mountain, about a mile east of Woodbury Center and 3 
miles north-northeast of Woodbury (Sabins) Pond. (See maps, Pl. I and 
fig. 20.) Robeson Mountain is a ridge about a mile long with an axis curv- 
ing from N. 80° E. to S. 70° ХУ. Its top is 300 to 400 feet above the hollows 
on either side and 930 feet above Woodbury Pond and about 1,100 feet above 
the railroad at Hardwick. Granite has also been quarried on the ridges on 
the northwest and southeast sides of Buck Pond and on the rising ground 
at the head of the hollow on the north side of Robeson Mountain. This 
mass is continuous with the ridge southeast of Buck Pond. Granite has also 
been quarried on the north and northeast foot of Nichols Ledge, a bold cliff 
about 8 miles N. 70° E. from Robeson Mountain and 740 feet above Wood- 
bury Pond, in the east corner of the town east of Nichols Pond. The granite 
masses referred to are all within an area of about 34 miles square, occupying 
the northeastern part of the town. 
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In the Vermont report of 1861 all the central and eastern part of the town 
appears as “calciferous mica schist.” А belt of “clay slate” is represented 
as crossing the western part of the town in a north-northeastern direction. 

In Richardson’s sketch map of the geology of Woodbury 72 the granite 
mass in the northeastern part of the town is represented as bordered on three 
sides by. Ordovician limestone, although the granite is in contact with schist 
at several points. This is explained on page 314 of his paper in these words: 
* On Robeson Mountain in Woodbury the original capping of the granite mass 
contained both.calcareous and noncaleareous beds of sediments. The cal- 
careous outcrops now predominate, and therefore no phyllites appear in this 
area on the areal map.” 

Schist crops out on the northwest side of Robeson Mountain with a bed- 
ding strike of N. 70° W. and vertical dip and north pitch; also on the west- 
southwest side with a №. 67° E. strike and а dip of 55° N. 28° W. This would 
indicate a synclinal structure for the schist of this mountain. Schist also 
crops out near the quarries on the rising land north of the mountain, and 
appears also to cap the ridge east of the north end of Buck Pond. This is a 
muscovite-quartz-biotite schist with interbedded calcareous quartzite. The 
contact of schist and granite on Robeson Mountain has been described on 
page 88. The mountain appears to be an oblong dome in structure with an east- 
northeast to west-southwest axis, the sheets of which, horizontal at the top, 
bend over to 15° to 20° on the northwest and southeast sides, although in 
places still covered by schist. Nichols Ledge is another conspicous eminence 
in the same granite mass. The granite of the top is coarsely porphyritic, with 
feldspars an inch long, but at its north and northeast foot there is a granite of 
fine texture, possibly a dike in the coarser. The foliation of a schist mass back 
of the Webber quarry, between Buck Pond and Robeson Mountain, strikes 
М. 20° Е, 

“ WOODBURY GRANITES.” 


The * Woodbury granites” are all biotite granites either of more or less 
bluish-gray color, ranging from dark to light, or else of a cream-tinted light 
gray, and ranging in texture from very fine to medium. They fall into four 
kinds, but, taking account of minor differences, into nine varieties. Most of 
them possess in large masses one general characteristic: They carry sparse 
more or less incomplete crystals up to an inch across of clear potash feldspar 
formed about the other minerals. There is some parallelism between these 
erystals, for seen at a certain angle the cleavage planes of adjoining crystals 
reflect the light alike. 

The granites of Robeson Mountain range from light to medium gray in 
shade and from medium to fine, inclining to medium, porphyritie in texture. 
Their constituents, in descending order of abundance, are clear to translucent 
bluish potash feldspar (orthoclase and microcline), rarely somewhat kaolinized, 
its large particles with inclusions of biotite, quartz, and soda-lime feldspar; 
light to medium smoky quartz with hairlike crystals of rutile and fluidal and 
other cavities in sheets in two rectangular sets parallel to rift and grain cracks, 
respectively (some of the rift cracks extend into the feldspars and are filled 
with fibrous muscovite) ; milk-white soda-lime feldspar (oligoclase to oligoclase- 
albite), more or less kaolinized, micacized, and with calcite and in places 
epidote; biotite (black mica), some of it chloritized; a little muscovite or 


7? Vermont State Geologist Ninth Rept., pl. 53, 1914. 
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bleached biotite. Accessory: Pyrite, titanite, zircon, apatite, rutile. Secondary: 
Kaolin, a white mica, epidote, zoisite, calcite, limonite. Some of the feldspars 
are minutely intergrown with quartz in vermicular structure. 

Two estimates of mineral percentages by the Rosiwal method average as 
follows: Feldspar, 64.35; quartz, 29.15; mica, 6.48. 

One chemical test (р. 148) shows it to contain 0.16 per cent of СаО (lime), 
soluble in warm dilute (10 per cent) acetic acid, indicating a content of 0.28 
per cent of CaCO; (lime carbonate, calcite). 

The general differences between the three varieties of granite on Robeson 
Mountain are these: In the stone from the Fletcher quarry the feldspar and 
quartz areas are rather large and well defined by differences of shade, In the 
stone from the Woodbury Lower quarry the quartz areas are finer, fewer, and 
less smoky. In the *Bashaw" the texture is finer and contrasts weaker 
than in either of the others, \ 

The dark gray of the Drenan (65, a) and Webber (67, a) openings is of 
dark bluish-gray color and fine texture, with feldspars to 0.2 inch and mica 
to 0.1 inch. Its composition is identical with that of the granite of Robeson 
Mountain, but its quartz is clear and its feldspar is albite to oligoclase-albite. 
Its general shade is like that of “ dark Barre,” but its texture is finer. 

The stone from the Nichols Ledge quarry is of light inclining to medium 
bluish-gray color and of very fine to fine texture, with feldspar to 015 and 
mica to 0.1 inch, with a few larger porphyritic clear feldspars. This is lighter 
and finer than the last. Its quartz is clear with apatite needles, and its second 
feldspar is oligoclase to oligoclase-andesine, 

The stone of the Imperial Blue quarry (specimen 69, a, of 1907) is of 
medium to dark bluish-gray color and of fine to medium texture. 

Finally, there is the very light, slightly cream-colored constructional granite 
of the Vermont White quarry, very near locality 65 (specimen 66, a, of 1907), 
which is of medium texture and speckled with black mica. Its quartz is 
smoky. ~ 

The minor differences іп these granites appear in the descriptions of the 
stone of each quarry. 


GEOLOGY OF WOODBURY QUARRIES. 


The usual range in thickness of sheets is from 2 to 8 or 20 feet; the ex- 
tremes are 1 to 40 feet. The double sheet structure at the Fletcher quarry 
has already been described on page 86 and is shown in Plate VI, B. The 
secondary, nearly horizontal set is from 5 to 9 feet thick. It recurs in the lower 
part of the main quarry of the Woodbury Granite Co. There is a northeast to 
southwest compressive strain at the Fletcher quarry near the axis of the 
mountain, parting and extending the upper sheets, 

The joints divide themselves into six sets—(a), strike north to М. 10° Ж 
with its complementary set (b), N. 85°-90° E.; (с), strike М. 20°-30° E., with 
its complementary set (d), N. 502-659 W.; (e), strike М. 20°-30° W., with its 
complementary set (f), N. 60°-65° E. Тһе spacing of these joints ranges 
from 2 to 200 feet but is mostly from 10 to 40 feet, Headings, 3 to 30 feet 
wide, of set (а) are spaced 30 to 50 feet on Robeson Mountain. Тһе rift is re- 
ported as vertical with courses: of N. 15%, 26%, 35^, and 60? Е, and the grain 
ав uniformly horizontal. At one quarry the rift has to be followed closely in 
winter, but the rock is reported as splitting with equal facility in any direction 
in summer, 

Flow structure appears with a dip of 50% SW. "There is an irregular band- 
ing at one of the Drenan openings caused by unequal distribution of biotite. 
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The schist capping is exposed at another of the Drenan openings, and the 
100-foot mass of schist at the back of the Webber quarry is either part of the 
same or a very large inclusion. The schist inclusions on Robeson Mountain, 
25 and S feet long, are referred to on page 150. А small light-greenish са1- 
` eareous inclusion at the Ainsworth quarry proves to be chiefly crystalline 
ealeite with quartz particles under 0.1 millimeter, together with apatite and 
secondary epidote and zoisite, and has veinlets of epidote, quartz, and calcite. 
This appears to have originally been a quartzose marble, and its interest lies 
in its evidence of the presence of caleareous rocks here prior to the granite 
intrusion. 

There are Моше segregations up to 2 feet іп diameter. Small pegmatite 
dikes at the Chase quarries, near Buck Pond, strike about north, and a 4-inch 
quartz vein on the northwest side of Robeson Mountain strikes М. 35°—40° E. 


QUARRIES. 


Тһе Fletcher quarry is on Robeson Mountain near its west-southwest end 
and on its southeast side, in Woodbury. (See fig. 20.) Operator, E. В. 
Fletcher, Woodbury. 

The granite (specimens D, XXIX, 56, a, c), * Woodbury gray," is a biotite 
granite of light-gray shade (between “light Barre" and the granite of Hallo- 
well, Maine, and of medium texture, with feldspars up to 0.3 inch and mica 
to 0.1 inch. Its constituents, in descending order of abundance, are clear to 
translucent bluish potash feldspar (orthoclase, some of it minutely intergrown 
with plagioclase, also microcline), the larger particles with inclusions of biotite 
and soda-lime feldspar; medium smoky quartz with hairlike crystals of rutile 
and cavities in two sets of rectangular sheets, with rift and grain cracks parallel 
to them; milk-white soda-lime feldspar (oligoclase-albite) much kaolinized, 
somewhat micacized and epidotized, and with calcite; biotite (black mica) 
some of it chloritized; and a little muscovite or bleached biotite. Accessory: 
Pyrite, titanite, zircon, apatite, rutile. Secondary: Kaolin, a white mica, 
epidote, zoisite, calcite, limonite. 

An estimate of the mineral percentages by the Rosiwal method yields these 
results with a mesh of 0.5 inch and a total linear length of 46.5 inches: Feld- 
spar, 63.11; quartz, 31.22; mica, 5.67. The average diameters of the particles 
by the same calculation are, feldspars (adding 20 per cent to number for 
plagioclase), 0.108 inch; quartz, 0.1 inch; mica, 0.029 inch, 

The stone effervesces yery slightly with muriatic-acid test. W. T. Schaller, 
chemist, of this Survey, finds that it contains 0.16 per cent of CaO (lime) 
soluble in warm dilute (10 per cent) acetic acid, which indicates a content of 
0.28 per cent of CaCO; (calcium carbonate, calcite); the presence of this 
mineral is also shown by the microscope. 

This is a brilliant granite with marked mineral contrasts. The quartz and 
feldspar areas are rather large and well defined. The polish is poor owing 
to the large size of the micas. The polished face shows some pyrite. 

The quarry, opened about 1887, was estimated in 1907 as measuring 300 
feet in a northwesterly direction, or across the ridge, by 300 feet along it, 
and from 20 to 40 feet in depth. It was really the beginning of a cross sec- 
tion of the ridge and dome and this fact has greatly facilitated quarrying 


operations. 

Rock ‘structure: The complex sheet structure here has already been de- 
scribed (p. 36) and is shown in Plate VI, В. The primary sheets, 1 to 5 
feet thick, are horizontal at the northwest (upper) side of the quarry, but 


gradually bend over and dip 20?—30? SE. at the southeast (lower) side. Тһе 
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secondary set, 5 to 9 feet thick, dips 52-107 about west, across the other. There 
are three sets of joints—(a), strike N. 30° E., vertical, spaced 6 to 30 feet 
and over; (b), strike N. 65° E., dip 75° N. 25° W., one only, in southeast 
part; (е), strike N. 20° W., vertical, spaced 2 to 15 feet. There are no 
headings. Some of the joint faces are greenish, probably from chlorite. The 
rift is reported as vertical with N. 35° E. course, and the grain as horizontal. 
Flow structure consists of biotitic streaks of irregular course. Biotitic knots 
from 1 to 3 inches across are reported. There is a marked northeast-south- 
west compressive strain in the upper part of the quarry, raising the sheets 
and even forming new sheet partings. There is no rusty stain whatever on 
sheet surfaces. 

Transportation, by siding from the Hardwick & Woodbury Railroad, which 
brings the stone 8 miles to the St. Johnsbury & Lake Champlain Railroad. 
(See fig. 20.) \ 

The product is used for monuments and buildings. Specimens: Base of the 
General Sherman monument, Washington, D. C.; Crandall monument, Crandall 
Park, Glens Falls, N. Y.; Fort Meigs monument, Toledo, Ohio (100 feet high) ; 
Englewood National Bank, Chicago; Lincoln Savings Bank, Louisville, Ky. ; 
Plymouth Building, Minneapolis, Minn.; Courthouse, Omaha, Nebr.; Old Na- 
tional Bank, Spokane, Wash. 

The four Robeson Mountain quarries of the Woodbury Granite Co. are 
roughly from 1,400 to 2,100 feet N. 80° Е, from the Fletcher quarry, іп Wood- 
bury. (See fig. 20.) Operator, Woodbury Granite Co., Hardwick. 

The granite is of two sorts. Specimen D, XXIX, 57, b, and с, * Woodbury 
gray," is a biotite granite of medium-gray shade and medium texture, with 
feldspar up to 0.8 inch and mica to 0.1 inch. Its constituents, in descending 
order of abundance, are clear colorless to translucent bluish potash feldspar 
(mierocline and orthoclase), somewhat kaolinized; light smoky quartz with 
hairlike erystals of rutile, and cavities in sheets with rift and grain cracks 
parallel to or coinciding with them; milk-white soda-lime feldspar (oligoclase), 
considerably. kaolinized but not micacized or epidotized, in places intergrown 
with quartz in vermicular structure; biotite (black mica) ; and a little musco- 
vite or bleached biotite. „Ассеззогу: Pyrite, apatite, zircon, rutile. Secondary: 
Kaolin and zoisite. Carbonate and epidote were not detected. There is no 
effervescence with muriatic-acid test. 

An estimate of the mineral percentages by the Rosiwal method with a mesh 
of 0.3 inch and a total linear length of 38.1 inches yielded these results: 
Feldspar, 65.6; quartz, 27.1; mica, 7.3. Тһе average diameters of all the par- 
ticles by the same calculation is 0.084 inch; that of the feldspar (adding 
20 per cent to the number for the plagioclase as in calculation for average 
diameter), is 0.105 inch; quartz, 0.074 inch; and mica, 0.025 inch. 

This stone to the eye is like that of the Fletcher quarry, except that its 
quartz particles are a little finer, less numerous, and less smoky. Its mineral 
contrasts are therefore weaker. The polish is poor, owing to abundant and 
rather large mica scales, but the contrasts on the polished face are strong. 
It shows a little pyrite. қ 

The second sort (specimens D, XXIX, 57, а and d), * Woodbury Bashaw,” . 
is a biotite granite of medium-gray shade (about like that of ‘ Concord 
granite” but more bluish and with more contrasts), and of fine inclining to 
medium texture with feldspars up to 0.2 inch and mica to 0.1 inch. Its con- 
stituents, in descending order of abundance, are clear to translucent bluish 
potash feldspar (microcline and orthoclase), light smoky quartz with cavities 
in two sets of rectangular sheets, with rift and grain cracks parallel to them, 
respectively, the rift cracks extending into the feldspars and filled with fibrous 
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muscovite; milk-white soda-lime feldspar (oligoclase), much micacized, with 
epidote and calcite, also intergrown with quartz in vermicular structure; 
biotite (black mica), some of it chloritized; a little muscovite or bleached 
biotite. Accessory: Pyrite, zircon crystals, apatite. Secondary: A white 
mica, epidote, calcite, chlorite. The stone effervesces slightly with muriatic- 
acid test. 

This is a monumental granite. Its mineral contrasts are not as marked 
either in the rough or the polish as in the * Woodbury gray.” This is due 
to the feldspars being less kaolinized and thus less white. Its texture is 
finer and it polishes better. The polished face shows a little pyrite. 

Three compression tests of the “ Woodbury gray" made for the firm at the 
United States Arsenal at Watertown, Mass. (test No. 13261), yielded these 
results: First crack, 199,000, 181,000, 168,000 pounds; ultimate strength; 22,460, 
19,850, 20,110 pounds; average, 20,806 pounds per square inch. 

The quarries consist of four openings. Their dimensions were estimated in 
1907. The main and western one, made in 1880, beginning at the south foot 
of the ridge, extends about 500 feet along it and 400 feet northward up its 
side, with an average depth of 50 feet. The “upper quarry,” above and north 

of the main one, is about 200 
feet square, and its north 
side is at the top of the 
hill nearly 300 feet h'gher 
than the lower edge of the 
mano quar: y. The third 
м ВЕРЕ. opening, about S00 feet east 
arto e TE: oet eT of the main one, made in 
Ome 1906, is about 125 by 70 feet 
and from 10 to 80 feet deep. 
This produces the finer monu- 
mental granite, “ Woodbury 
Basbaw," described on page 
149. Тһе fourth is a small 
opening made in 1907, about 


(4) 


(В) and headings 


Figure 84.—Structure at Woodbury Granite Co.’s : 
quarries, on Robeson Mountain, Woodbury, Vt. 200 feet northwest of the 
third. 

Rock structure; The sheets at the top of the upper quarry and of the ridge 
ате horizontal Іп the third opening they are from 2 to 13 feet thick, ill 
defined, and about horizontal. In the main quarry they range from 2 to 18 
feet, exceptionally 98 feet and even 40 feet, eurving over from the horizontal 
to dip 20? S. Тһеу are intersected by a horizontal set. (See pp. 36, 148.) Тһе 
joint courses (shown in fig. 84) are four—(A), dip 60°-65° М. 35° E, (some 
vertical, discontinuous), spaced 20 to 40 and 200 feet; (B), vertical or dip 
15? W., discontinuous along the dip, in third opening spaced 10 to 30 feet, but 
in main quarry mostly headings, five in all, 8 to 30 feet wide and 30 to 50 
feet apart; (C), vertical, discontinuous, and much more open than (A) or 
(B); (D) is spaced 2 and 10 to 40 feet. Тһе rift is reported as vertical, and 
the grain as horizontal but not marked. Тһе rift has to be followed closely 
in winter, but in summer the rock splits almost any way. There are two 
schist inclusions in the main quarry, 25 by 10 feet and 8 feet by (?), also 
some smaller ones. Rusty stain is 1 to 18 inches thick on sheet surfaces. 

The product is used both for buildings and monuments. Specimen buildings: 
Pennsylvania capitol, Harrisburg; Cook County courthouse, Chicago; base 
course and 36 interior polished columns of Kentucky capitol, Frankfort; City 
"hall, Cleveland, Ohio; Hotel Pontchartrain, Detroit, Mich.; Mercantile Trust 
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Co. Building, St. Louis, Mo.; main entrance, State capitol, Boise, Idaho; 
Mandell residence, Boston; post office, New Bedford, Mass. Specimen monu- 
ments: Navy memorial (obelisk), national military park, Vicksburg,“ Miss. ; 
Soldiers and sailors’ monument, Bloomington, ІП.; memorial archway, Port 
Huron, Mich.; clock on the Green, Waterbury, Conn. 

The adaptability of this granite for carving is shown in Plate V, B, repre- 
senting a panel on the Cook County courthouse. 

The Imperial Blue quarry is on the southeast side of Buck Pond, in 
Woodbury Township. (See map, fig. 20, p. 109, quarry 69.) Operator, Wood- 
bury Granite Co., Hardwick. 

The granite (specimen D, XXXVIII, 21, a, b), “ Imperial blue,” is a biotite 
granite of medium to dark bluish-gray color and of fine to medium texture, 
with feldspars up to 0.2 inch (a few porphyritie ones to 0.4 inch) and mica 
to 0.1 inch. 

Its constituent minerals, in descending order of abundance, are clear color- 
less potash feldspar (microcline), with inclusions of plagioclase and biotite; 
slightly bluish quartz; slightly milky soda-lime feldspar (oligoclase-andesine), 
somewhat kaolinized, with oriented inclusions of muscovite; biotite; muscovite, 
Secondary: Kaolin, carbonate. Slight effervescence with muriatic-acid test. 

This is a monumental granite of bluish-gray tint. It takes a fair polish. 

The quarry, reopened since 1907, has a working face about 100 by 150 feet. 

Rock structure: The sheets, 5 to 8 feet thick, dip low to the south. One 
set of joints strikes about east; another about north. 

The stone is used entirely for monuments and thus far for tombstones and 
small memorials. 

The Vermont White quarry lies about midway between Robeson Moun- 
tain and Buck Pond (see map, fig. 20, locality 65), in Woodbury Township. 
Operator, Woodbury Granite Co., Hardwick. 

The granite (specimen D, XXXVIII, 22, а, b), “ Vermont white," is a biotite 
granite of general very light cream color and of medium-coarse texture, with 
feldspars up to 0.8, exceptionally 0.5 inch and sparse black mica to 0.15 inch, 
Its quartz is pale smoky and feldspars clear to milk-white and light cream 
color. The mica on near view is in strong contrast to the other minerals. Тһе 
granite is a brilliant rock in the rough; its polished face is noticeably darker. 

Its constituents, in descending order of abundance, are clear colorless potash 
feldspar (microcline and orthoclase), pale smoky quartz with cavities in 
sheets; milk-white to cream-colored lime-soda feldspar (oligoclase), generally 
kaolinized, some of it altered to a white mica, some with oriented inclusions 
of muscovite; biotite; muscovite. Secondary: Kaolin, carbonate, a white mica, 
Some effervescence with muriatic-acid test. 

Rock structure: The quarry face is about 500 by 200 feet. Richardson = 
mentions inclusions of limestone and schist up to 80 by 15 feet, also a dike 
of amygdaloidal basalt with a zone of closely cleft granite beside it, the 
strueture having probably resulted from the intrusion. (See further р. 58.) 

The product is used chiefly for buildings. Specimens: Northwestern Mutual 
Life Insurance Building,“ Milwaukee, Wis.; Museum of Fine Arts, Minneapolis, 
Minn.; soldiers and sailors’ memorial, Wichita, Kans.; Bridgeport Trust 
Building, Bridgeport, Conn. 

The Ainsworth quarry is on the northeast foot of Robeson Mountain, in 
Woodbury, about 1,000 feet northeast of the railroad. (See fig. 20.) Opera- 
tor, Andrew A. Ainsworth, Hardwick. Quarry abandoned. 


\КА 
73 Vermont State Geologist Ninth Rept., рр. 328, 324, pl. 67, А, 1914. у 
74 This edifice has 10 Corinthian columns of this granite, five stories high. [C2 ZAKLAD 
| 24 GEOL 
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Тһе granite is a biotite granite similar to that of the main quarry of the 
Woodbury Granite Co. (p. 149). 

Rock structure: The sheets are from 15 to 20 feet thick. There are very 
dark gray knots up to 2 feet by 1 foot, with half-inch рогрһугіііс feldspars, 
much fine biotite, and not a little pyrite. А small inclusion of fine-grained 
quartzose marble was noticed on page 148. 

Тһе Drenan quarries are in Woodbury, on the rising land north of the 
east end of Robeson Mountain, about 150 feet above the north spur of the 
Hardwick & Woodbury Railroad. (See ће. 20.) They are not in operation. 

The granite (specimen D, XXIX, 65, a, 1907), is a biotite granite of dark 
bluish-gray color and fine texture, with feldspar up to 0.2 inch and mica to 
0.1 inch, but with some large clear sparse porphyritic feldspars formed about 
the other minerals. As many of these have their cleavage parallel, the rough 
rock face seen at a certain angle has a brilliant sheen. Its constituents, in 
descending order of abundance, are clear colorless to translucent bluish potash 
feldspar (microcline and orthoclase), slightly kaolinized, with inclusions of 
biotite, quartz, and soda-lime feldspar; clear colorless quartz with cavities 
in sheets; bluish milk-white soda-lime feldspar (albite to oligoclase-albite), 
kaolinized and micacized, also with calcite; biotite (black mica); and a 
little muscovite or bleached biotite. Accessory: Pyrite, apatite, zircon. Second- 
ary: Kaolin, a white mica, calcite, zoisite. Effervesces with muriatic-acid test. 

This is a monumental granite of the same color as “ dark Barre” but of finer 
texture. It is darker than any of the granites of Robeson Mountain. 

The Webber quarries are in Woodbury, still farther north of Robeson 
Mountain, on a mass continuous with that on the southeast side of Buck Pond. 
(See fig. 20.) They are not in operation. ‹ 

The granite of the main opening (specimen D, XXIX, 68, а, 1907) is a 
biotite granite of light bluish-gray color and of medium inclining to fine texture, 
with feldspars up to 0.8 inch and mica to 0.15 inch. It is slightly more bluish 
and finer textured_than the gray of the main quarry of the Woodbury Granite 
Co. and lighter in shade than their “ Bashaw " and а trifle darker than “light 
Barre.” Its constituents, in descending order of abundance, are clear to 
translucent bluish potash feldspar (microcline and orthoclase), slightly 
kaolinized, with inclusions of biotite, quartz, and soda-lime feldspar; light 
smoky quartz with hairlike crystals of rutile and cavities in sheets; milk-white 
soda-lima feldspar (oligoclase-albite), kaolinized and micacized and with 
calcite, with rims radially intergrown with quartz; biotite (black mica), some 
of it chloritized; a little muscovite or bleached biotite. Accessory, magnetite, 
rutile, Secondary, kaolin, a white mica, calcite, chlorite, epidote. Scarcely 
any effervescence with muriatic-acid test. 

The stone of an opening made іп 1907 (specimen D, ХХТХ, 67, a) is a biotite 
granite of dark bluish-gray color and of fine texture, with feldspar up to 0.2 
inch and mica to 0.1 inch, and with sparse clear porphyritic feldspars up to 0.3 
inch, with inclusions of quartz and mica. This granite, as to its constituents, 18 
identical with that of the Drenan quarry (specimen 65, a) described above, and 
it has the same peculiar sheen. Its soda-lime feldspar is oligoclase-albite. It 
effervesces with muriatic-acid test. 

The Nichols Ledge Carter quarry, no longer operated, is at the northwest 
foot of Nichols Ledge in the east corner of the town of Woodbury. (See fig. 20.) 

The granite (specimen D, XIX, 61, b) is a biotite granite of light inclining 
іс medium bluish-gray color and of fine to very fine texture, with feldspars up 
to 0.2 inch and mica to 0.1 inch, also with larger porphyritic clear feldspars 
formed about the other minerals. It is finer textured than the stone of the new 
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Drenan and Webber openings (р. 152) and of lighter shade. Its constitu- 
ents, in descending order of abundance, are clear colorless potash feldspar 
(orthoclase and microcline) ; clear quartz With apatite needles and some cavi- 
ties in sheets; bluish to milk-white soda-lime feldspar (oligoclase to oligoclase- 
andesine), but little kaolinized ; olive-colored biotite (black mica); and a little 
muscovite or bleached biotite. Some of the feldspar is minutely intergrown 
with quartz. Accessory: Titanite, apatite. Secondary: Kaolin, epidote, calcite. 
No effervescence with muriatic-acid test. 
The sheets are up to 2 feet thick. There are some biotite knots. 


WINDHAM COUNTY. 


DUMMERSTON, 


\ 

The Dummerston granite area lies 53 miles north-northwest of Brattleboro 
and is shown on the State geologic map of 1861 as surrounded by “ calciferous 
mica schist,” with a belt of “ clay slate" east of it along the Connecticut. The 
quarries and prospects are in the southern part of the town, on the sides of 
Black Mountain, and also half a mile south-southwest of it. (See РІ.І.) Black 
Mountain, as shown on the United States Geological Survey’s topographic map 
of the Brattleboro quadrangle, is on the east side of West River, 4 miles west of 
Connecticut River. This is a roundish granite mass, probably of dome struc- 
ture, a square mile in area, 919 feet above West River and 1,269 feet above sea 
level. Тһе sheets on its southwest side dip 30° to 40° about west, and in its 
northwestern part, about 350 feet above the river, 80° N. 80° W., A mass of 
sheets, about 35 feet thick at the foot of the mountain, does not appear to be 
normally related either in the thickness of its sheets or in their attitude to the 
sheets above it. These thin sheets may be of more recent origin than the others 
or may be separated from them by a fault. The effect of compressive strain 
upon sheets in part of this quarry has been referred to on page 30 and illus- 
trated in Plate VI, A. 

The granites of Dummerston are quartz monzonites of very light gray and 
light bluish-gray shade and of even-grained medium or medium inclining to 
fine texture. 

The Black Mountain quarry is at the southwest foot of Black Mountain, 
three-quarters of a mile south-southeast of the village of West Dummerston, 
in Dummerston, and 5 miles north-northwest of Brattleboro. Operator, 
Presbrey-Leland Quarries (Inc.), 681 Fifth Avenue, New York. 

The granite, of two sorts, chiefly “ Dummerston white" (specimen D. 
XXIX, 90, b), is a quartz monzonite of very light gray shade, speckled with 
bronze-colored mica (muscovite and biotite), and of even-grained medium 
texture, with feldspars up to 0.8 inch and mica to 0.1 inch. Its constituents, 
in descending order of abundance, are clear to pale smoky quartz, showing 
effect of strain, with hairlike crystals of rutile and a few fluidal cavities in 
sheets; milk-white soda-lime feldspar (oligoclase to oligoclase-albite), some 
of it with flexed twinning planes, kaolinized and micacized; clear potash felds- 
par (microcline and othoclase) ; muscovite and less biotite, apparently inter- 
grown and bent or twisted with fibrous muscovite stringers extending out 
from them into and between the other particles. Accessory: Apatite, rutile. 
Secondary: Kaolin, white micas, epidote, zoisite, calcite. There are crush 
borders about the quartz and feldspar particles. 

This stone effervesces slightly with muriatic-acid test. W. T. Schaller, . 
chemist, of this Survey, finds that it contains 0.07 of CaO (lime) soluble in 
warm dilute (10 per cent) acetic acid, which indicates a content of 0.125 
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per cent of СаСОз (calcium carbonate, calcite) ; the presence of this mineral 
is also shown by the microscope. 

A compression test, made on a 4-inch cube at the United States Arsenal at 
Watertown, Mass., in 1905, showed the first crack at 308,000 pounds, and an 
ultimate compressive strength of 27,810 pounds to the square inch. 

This is a building granite of medium grain and very light shade, between 
that of North Jay, Maine, and that of Bethel, Yt., in whiteness. 

The other granite (specimen D, XXIX, 90, a), “dark blue," is a quartz 
monzonite of light inclining to medium bluish-gray color and of even-grained 
fine inclining to medium texture, with feldspars up to 0.2 inch and mica to 
0.1 inch. Its constituents are identical with those of the “ white" (specimen 
90, b), but its oligoclase-albite is bluish and less altered, and its mica is nearly 
all muscovite. It shows less calcite in thin section and does not effervesce 
with muriatic-acid test. 

This is a monumental granite of light bluish-gray tint and without mineral 
contrasts. 

The quarry, opened about 1877, was estimated in 1907 as measuring about 
1,200 feet in a N. 20° W. direction along the base of the mountain, by 200 
feet across and from 15 to 50 feet deep. It was reopened in 1921. 

Rock structure: The sheets for a thickness of 25 to 35 feet above the road 
level and for a length of 100 feet are 6 inches to 2 feet thick and horizontal 
or slightly inclined west. Below the road level they measure up to 14 feet in 
thickness and dip 20° W., although horizontal for short spaces. Above this 
thin-sheeted mass they dip 30°—40° W. and аге considerably thicker. At the 
north end of the quarry compressive strain forms new thin sheets and parts 
them. (See p.30.) There are two sets of joints—(a), strike N. 15° E., verti- 
cal, spaced 7 to 30 feet; (b), strike N. 20° W.. dip 80° N: 70° E., only one, at 
the south end. Flow structure strikes N. 22? E. and dips 80° М. 68° W. Тһе 
rift is reported as vertical with М. 15° H. course and the grain as horizontal. 
Both are good. Тһе gneissic structure is parallel to the “hard way." Peg- 
matite dikes from 0.25 to 3 inches thick, with large light bluish-gray unstriated 
feldspars, strike N. 10° E. Тһе light-bluish granite occupies 350 feet of the 
north end of the quarry, the rest of it being “ white.” Knots are rare and up 
to 6 inches across. Rusty stain, up to 3 inches wide on the upper sheets, is 
generally absent from the lower ones. 

The product is used for buildings, monuments, and street work. Specimens: 
Post office at Troy, N. Y.; Diamond Bank, Pittsburgh, Pa.; McFadden Build- 
ing, Chicago, Ш.; Royal Baking Powder Building and Plaza Hotel, New York 
City. 

The Olark quarries are east of West Dummerston village, on the northwest 
side of Black Mountain. Operators, James Clark & Son, West Dummerston. 
Idle in 1921 and 1922, 

The granite (specimen D, XXIX, 91, a) from the lower quary is a quartz 
monzonite of very light gray shade, with conspicuous black mica, and of even- 
grained medium inclining to fine texture, with feldspars up to 0.25 and 0.3 inch 
and mica to 0.15 inch. Its constituents, in descending order of abundance, are 
light smoky quartz showing effect of strain, and with some cavities in sheets; 
milk-white soda-lime feldspar (oligoclase-albite), kaolinized, micacized, and 
with calcite, also intergrown with quartz in vermicular structure; clear color- 
less potash feldspar (microcline and othoclase), with inclusions of the other 
feldspar and mica; biotite (black mica) ; muscovite or bleached biotite. 

This differs from the “white” of the Black Mountain quarry in that the 
biotite is more prominent and the fibrous muscovite is absent. 

The stone from the upper quarry appears to be exactly like the “ white” of 
the Black Mountain quarry (p. 158). 
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The lower opening is about 150 feet above the river bank, and the upper about 
330 feet. Both are small. 

Rock structure: The sheets of the upper opening are from 6 inches to 2 feet 
6 inches thick; those of the lower 10 to 12 feet. They strike Х. 60° Е. and 
dip 80% N. 30° W. 

The Bailey prospects are on the west side of West River about a mile 
south-southwest of the. Black Mountain quarry, in Dummerston. Owner, 
David J. Bailey, R. D., Brattleboro. Idle in 1921. 

The granite from an opening about 200 feet above the road to Brattleboro is 
a quartz monzonite of light-gray shade and medium inclining to fine even: 
grained texture, with feldspars up to 0.25 inch and mica mostly under 0.05 inch 
and more thickly disseminated than in the * white" of the Black Mountain 
quarry. Its constituents are the same аз in that stone, but the quartz is more 
smoky, the mica mostly biotite. Тһе fibrous muscovite and crush borders are 
lacking. 4 

This stone is of slightly finer texture and, owing to the smokiness of its 
quartz and the distribution and amount of its biotite, of slightly darker shade 
than the “ white.” It is lighter than “light Barre." 

'Ehe opening represented by this specimen measured in 1907 200 by 15 feet, 
with a working face of 10 feet. 

Rock structure: The sheets, up to 8 feet thick, dip 209-259 N. 35° W. А 
granite ledge a little north-northwest of this quarry is crossed by a dike of 
fine granite, 30 feet wide, with а N. 10° W. course and dip of 50° W. It is of 
medium bluish-gray color and of very fine even-grained texture, with feldspar 
and mica up to 0.05 inch. Іп thin section its particles range from 0.074 to 
11 milimeters in diameter. It is a quartz monzonite of similar composition 
to that of West Dummerston. Its mica is chiefly biotite. F'eldspar and quartz 
are intergrown and have crush borders. The soda-lime feldspar is bluish gray 
and scarcely altered. 

This. fine granite, although probably harder than ordinary granites, may be 
found of economic value. 


WINDSOR COUNTY. 
BETHEL, 


TOPOGRAPHY AND GENERAL GEOLOGY, 


The State map of 1861 represented a small granite area in the east corner 
of the town of Bethel, surrounded by “ calciferous mica schist,” with a north- 
south belt of “clay slate” a little west of it. This granite is on Christian 
Hill, an elongated mass rising about 350 feet above the adjacent hollows, 
about 2 miles north of Bethel village and east of White River. Its general 
position is shown on the map (fig. 35). 

The granite exposure is reported as at least half a mile long from north to 
south. Its width at the quarries is about 550 feet, with a border of finer less 
whitish granite on either side about 40 feet wide. The entire width between 
the schist on the east and west is not far from 625 feet, but there is said to 
be another narrower belt of granite several hundred feet east of the main one 
protruding through the schist. The mica schist immediately west of the granite 
strikes N. 10° W. and dips 57° E.; that east of the granite (a garnetiferous 
mica slate), with 12-inch calcareous beds, strikes north to М. 5° E. and is 
vertical. The mica schist, in places chloritic, north of and near Bethel, strikes 
N. 10°-15° W. and is vertical. While the main granite mass, from its lateral 
zones of finer granite, would appear to be a truncated arch or dome, its sheet 
structure all dips east, from 15° to 45° on the east and 30? оп the west. Тһе 
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vertical north-south flow structure with its alined discoid nodules of muscovite 
has been described on page 60, and the details of the contact of granite and 
schist are given on page 84 and shown in figures 8 and 9. 


“ BETHEL GRANITE.” 


The following description is based on specimens, rough and polished, and thin 
sections from both the Woodbury and Ellis quarries, which are but a few feet 
apart in one mass of contemporaneous origin and of identical composition and 
texture. 
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FIGURE 35.—Map of Bethel, Randolph, and Rochester, Vt. From Beers's Atlas. 3, Wood- 
bury quarry; 4, Ellis quarry; 99, Liberty Hill quarry; 100, Beedle's prospect. 


The granite of Bethel (specimens D, XXIX, 8, n, p, and 4, a, b), “ Bethel 
White," is a quartz monzonite of slightly bluish milk-white color, with grayish 
spots up to 0.3 inch, and of coarse inclining to medium texture, with feldspars 
up to 0.4 and 0.5 inch and mica to 0.8 inch. Its constituents, in descending 
order of abundance, are clear colorless or rarely bluish quartz, with hairlike 
erystals of rutile, and with fluidal and other cavities in sheets, with rift 
cracks parallel thereto; bluish milk-white soda-lime feldspar (oligoclase), 
slightly kaolinized and micacized; clear potash feldspar (orthoclase, slightly 
kaolinized, with very little microcline) ; muscovite (white mica); and very 
little biotite (black mica). Accessory: Apatite, titanite, zircon, and rutile. 
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No magnetite or pyrite was detected. Secondary: Kaolin, a white mica, 
epidote, zoisite in some abundance, and very little calcite. 

The stone does not effervesce with muriatic-acid test. УУ. Т. Schaller, chem- 
ist, of this Survey, finds that it contains 0.07 per cent of CaO (lime) soluble in 
dilute (10 per cent) acetic acid, which indicates a content of 0.125 per cent 
of CaCO; (calcium carbonate), which is very slight. 

A chemical analysis made for the former owners of the Ellis quarry by 
Charles F. McKenna, of New York, in 1903, is given here for reference. 


Analysis of “ Bethel granite.” 
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Three compression tests (No. 18261) made at the United States arsenal at 
Watertown, Mass., yielded these results (direction of rift in blocks not stated: 
First crack, 287,000, 301,000, 272,000 pounds; ultimate strength, 33,120, 34,350, 
31,990; average, 88,128 pounds per square inch. 

Тһе stone is regarded as relatively hard by workmen. Its grade of white- 
ness is shown by these comparisons: The “white” of North Jay Maine, is, 
technically, very light gray. Тһе “white” of West Dummerston is a trifle 
lighter, that of Randolph (p. 118) lighter yet, and that of Bethel still lighter, 
strictly white mottled with gray. Its white is more blue than that of ordi- 
nary Vermont white marble but is closely allied to its blue variety, though not 
its bluish gray. Owing probably to the abundance of its soda-lime feldspar, 
its hammered face is considerably whiter than its rough face, and 
the hammering also diminishes the prominence of the gray micaceous spots. 
It takes a high polish, but the effect is to make the mica spots more conspicu- 
ous than they are even on the rough face. The polished specimens handled 
by the writer do not show any pyrite or magnetite. Plate VII, A, repre- 
senting a carved eagle, shows how the whiteness of the stone has overcome 
the effect of the coarseness of its texture. Although this granite is remark- 
ably free from iron, its recent use in large edifices shows that extreme care 
should be exercised in handling it to prevent its absorbing rusty water, cement 
water, or other discoloring liquids. 

Leonard P. Kinnieutt, of the Worcester Polytechnic Institute, in December, 
1908, made the following determinations of absorption in “ Bethel” and other 
granites. by W. F. Hillebrand's method, for Norcross Bros. Co., of Worcester, 


Mass. : 
: Water absorbed by 100 pounds of various granites. 

Pound. 
“BOLNE рате re = МА КРЕНЕ Lo A Du EA О ааз эө 0. 470 
“New Westerly,” Milford, NS EE. OBI ылла жыланша . 420 
Hallowell, Maine. Е tur rst ымш et dis . 405 
CRONAN а rie eee rs -usnucneimuC- adc КЕК ке ен .871 
МИ НВО BT em аза ~ па ы се B EET аа MAE LRL . 340 
У Он e Мен ыы Эг дыша эс. x00 эы есы су XT . 340 


УШИ Ус aM MULT дала ЗНАНА Е Ане. ~ па ШАК НЕ ‚ 294 


158 COMMERCIAL GRANITES OF NEW ENGLAND. 


QUARRIES, 


The Ellis quarry is on the east side of Christian Hill, about 2 miles north 
|| | of Bethel village, in Bethel Township. (See fig. 35.) Operator, Woodbury 
| Granite Co., Hardwick. Idle in 1922. 
The granite has been described above. 
ІШ The quarry, permanently opened іп 1902 but іп a small way many years 
earlier and abandoned, was estimated in 1907 as being about 1,000 feet long 
from north to south, and for the southern three-fifths of its length 150 feet 
wide, but for the remainder 400 feet wide. Its depth was 5 to 40 feet, averag- 
ing about 15 feet. Its west edge is about 80 feet higher than its east edge. 
| Rock structure: The sheets, 6 inches to 12 feet thick but mostly 1 to 2 feet, 
| strike М. 10° W. and on ‘the west side of the north end dip 30° E. but on the 
| east side 15° E. For some not apparent reason the sheets thicken more rapidly 
| at the east side апа south end than іп any other part of this or the adjoining 
quarry. Joint, grain, and flow courses of this and the Woodbury quarry are 
| shown іп figure 36. Joint set (A) is vertical, forms a heading at north end, 
| recurs at two intervals of 80 feet; (В) is diagonal to the quarry and vertical, one 
| only, about the middle of the 
Side, but discontinuous. 
Compressive strain affects 
52% east-west channels more than 
| north-south ones, Flow strue- 
ture, marked at the east side 
| | №85Е and south end, consists of 


М 
м OLN 
----> 


ourses of nodules 


micaceous (muscovite) 
streaks up to 0.5 inch wide 
and sheets of discoid nodules 
“< of muscovite, also of a 
branching mass, 12 inches 
; thick, largely mica, and is 
Vs vertical with north course. 
Figure 36.—Structure at Ellis and Woodbury quar- (For details see p. 60 and PI. 
ries, Bethel, Vt. ПТ, A.) The rift is reported 
as horizontal and the grain as 
vertical, with N. 17^ E. course, thus intersecting the flow structure at an acute 
»ngle. A few pegmatite dikes, up to 5 inches thick, have an east-west course. 
A quartz vein up to 1.5 inches wide strikes М. 80*. W. and dips 65° S. 10° W. 
Some minute muscovite and quartz veins strike М. 309-859 W. and dip 60? S. 
58° W. There is one light-gray knot 10 by 8 by 2 inches; also an inclusion, 
21 by 12 by 5 inches, of fine-grained syenite gneiss consisting of orthoclase, 
biotite, epidote, and a little oligoclase, with titanite and leucoxene but with little 
or no quartz. There is no rusty stain on sheet surfaces. The relations of the 
coarse white granite to the fine light buff-gray eranite and the contact of the 
latter with the schist have been described on page 84 and shown in figures 
8 and 9. 

The Woodbury quarry is 50 feet north of the Ellis quarry, on the east side 
and top of Christian Hill, about 2 miles north of Bethel village, in Bethel Town- 
ship. (See fig. 35.) Operator, Woodbury Granite Co., Hardwick, Idle in 1922. 

The granite has been described on page 156. 

The quarry, opened in 1902, was estimated in 1907 as measuring about 500 
feet from north to south by 200 feet across and from 5 to 30 feet in depth. 

Rock structure: The sheets, 6 inches to 8 feet thick, are normal, dipping 
about 15° E. At a small opening about 800 feet north of the main one and 
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on the east side of the highest part of the hill the sheets dip 45° Е. There 
are two sets of joints (courses shown in fig. 84)—(A), vertical, forms a 10- 
foot heading on the south wall between this and the Ellis quarry; (B), also 
vertical, is discontinuous and spaced 10 to 40 feet. An east-west compressive 
strain is reported by the foreman. The rift is reported as dipping less than 
15° E, and the grain as vertical, with nearly east-west course. Very few 
of the discoid micaceous nodules referred to on page 60 occur. About 40 
feet of fine buff-gray granite with schist farther east correspond to the same 
rocks on the west side of Ellis quarry. There is no rusty stain on sheet sur- 
faces except near the heading. 

The product of both quarries is used for buildings and monuments. Speci- 
mens: Capitol of Wisconsin at Madison; American Bank Note Building, New 
York (Pl VII, A, represents a carving of this granite over the entrance); 
Theodore N. Vail residence, Morristown, М. J.; Mary Ann Brown Memorial 
Library, Providence, R. I.; State library and city hall, Hartford, Conn.; the 
post office, Union Station, and first and second stories New National Museum, 
Washington, D. C.; Franklin Savings Bank, Greenfield, Mass.; Congdon resi- 
dence, Duluth, Minn.; Eddy Memorial, Mount Auburn Cemetery, Cambridge, 
Mass.; Swope Memorial, Swope Park. Kansas City, Mo. 


ROCHESTER. 


The Liberty Hill quarry is 8 miles south of Rochester village (the west 
terminal of the White River Valley Railroad), on the Rochester-Pittsfield 
town line. The outcrop extends into the town of Pittsfield, in Rutland 
County. (See fig. 35.) Operator, Liberty Hill Granite Corporation, Rochester. 
Quarry abandoned. 

The granite (specimens D, XXIX, 99, a, b) is a quartz monzonite of slightly 
greenish-white color with conspicuous brilliant muscovite spots up to 0.5 inch 
across and of coarse texture, with feldspars up to 0.5 inch. These mica spots, 
being collections of mica scales, have a peculiar sheen. As they are not over 
0.04 inch thick and lie with their flat sides roughly parallel, the rock has a 
somewhat gneissoid texture. Its constituents, in descending order of abund- 
ance, are milk-white to slightly greenish soda-lime feldspar (albite to oligoclase- 
albite), somewhat kaolinized and with thickly disseminated white mica scales 
up to 0.15 millimeter long and not a few plates of calcite; clear colorless to 
pale-bluish quartz, rarely with hairlike erystals of rutile, and with fluidal 
and other cavities in two rectangular sets of sheets, one set with many more 
cavities than the other; muscovite (white mica) in large flakes and aggre- 
gates. Orthoclase may be present in small amount but was not detected. 
There is по microcline. 

An estimate of the mineral percentages by the Rosiwal method yields these 
results with a mesh of 0.5 inch, total linear length of 35.5 inches, and on 
face at right angles to gneissoid structure: Feldspar, 62.1; quartz, 29.6; 
muscovite, 8.3. The average diameter of all the particles obtained from 
the same méasürements proves to be 0.34 inch; that of feldspar, 0.194 inch; 
quartz, 0.106 inch; and mica, 0.538 inch. 

The stone effervesces with muriatic-acid test. W. T. Schaller, chemist, 
of this Survey, finds that it contains 1.88 per cent of CaO (lime) soluble in 
warm dilute (10 per cent) acetic acid, which indicates a content of 2.46 per 
сепі of CaCO; (calcium carbonate, calcite); the presence of this mineral is 
also shown in thin section. 

This is a building granite of extremely light greenish-gray color, with strik- 
ing contrasts produced by large mica spots, the brilliancy of which on the 
fresh rift face is almost metallic. Whether its somewhat gneissoid texture 
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and its content of nearly 2.5 per cent of lime carbonate are serious obstacles 
to its use for building can be determined only by compression tests and by con- 
tinued exposure to the weather. 

In 1909 the corporation was filling a contract for the base course for the 
gymnasium of Dartmouth College at Hanover, N. H. 

Although the outcrop is 3 miles from Rochester station, its distance from 
the nearest point on the railroad is only about a mile, and a siding is reported 


to have been constructed. 
PLYMOUTH. 


The State geologic map of 1861 shows a small granite area in the township 
of Plymouth. (See Pl. I). Albert D. Hager" found the locality by tracing 
glacial boulders, and described its geologie relations in these words: 

“We have seen but one case in the State where granite is found in the 
taleose schist formation, and it is a small outcrop about 60 rods [990 feet] 
in length and in the widest part not more than 10 rods [165 feet] in width, 
situated in the northern part of Plymouth. * * % Тһе outcrop is evi- 
dently a protruded mass forced up through the schist rock. Тһе strata of 
the schist are.parted, and the intervening space filled with granite. А1 the 
south end of the outerop the exact limit of the granite can be seen, the slate 
being parted and appearing above and below the granite. Тһе strike of the 
schist over the granite is М. 10° W. with a dip from 40° to 50? E. Тһе dip of 
the schist below the granite is a little less than that above. * * * Frag- 
ments of schist occur in the granite. These fragments are the same as the 
roek in which the granite is found. 'The edges and corners of the fragments 
are not worn, but appear to have become embedded in the matrix of granite 
when the latter was in a plastic state; but from this mass there are several 
offshoots or spurs running off at right angles across the strata of schist, as 
shown in the dikes in the cut and filling fissures that appear to have been made 
at the time the granite was erupted. These spurs, some five or six in number, 
vary in thickness from 1 to 10 inches." 

The writer made a brief visit to this locality in June, 1916. It is about 
2 miles N. 7° E. of Plymouth (Church), between the 1,500 and 1,600 foot 
Jevels as shown on the United States Geological Survey's topographie map 
of the Woodstock quadrangle, on the south side of Morrison Hill It is 
reached by a small road running northwestward from the Pinney Hollow road 
at a point 1% miles north-northeast of Plymouth or 43 miles southwest of 
Bridgewater. 'The outerop is five-eighths of a mile from the main road. 

Тһе hillside has become thickly wooded since Hager's visit, and а talus 
hides part of the outcrop, so that only approximate measurements were prac- 
ticable in the time at the writer's disposal. The length of the granite lens 
from northwest to southeast is not less than 450 feet, its width is 150 to 200 
feet, and the height exposed оп the hillside about 40 feet. Тһе sheets, 3 to 5 
and even 10 feet thick, strike М. 25° W. and dip 50% 5. 65° W.  Sericite 
schist, abounding in quartz lenses and presumably of Cambrian age, crops 
out northeast of and above the granite with a strike of N. 50? W. and a 
dip of 50° N. 40° E." Southeast of the granite the schist strikes N. 40° W. 


75 Hitchcock, C. Н. and E. jr, and Hager, А. D., Report on the geology of Vermont, 
vol. 2, pp. 740, 741, 1861. 

76 The strike of N. 10° W. given by Hager represents the normal westerly extreme of 
the strike of the Cambrian schist of the region. 
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U. S. GEOLOGICAL SURVEY BULLETIN 788 PLATE VI 


А. BLACK MOUNTAIN QUARRY, WEST DUMMERSTON, VT., SHOWING 
THIN SHEETS OF GRANITE FORMED SINCE THE OPENING OF THE 
QUARRY BY NORTH-SOUTH COMPRESSIVE STRAIN. 


Hammer about 30 inches long; head 6 inches long. 


B. DOUBLE SHEET STRUCTURE AT FLETCHER QUARRY, ROBESON 
MOUNTAIN, WOODBURY, VT., LOOKING SOUTHWEST. 


One set of sheets curves southeastward; another set, intersecting the first, dips 5°-10° 
So 102 Wie 


Џ. 5. GEOLOGICAL SURVEY BULLETIN 738 PLATE ҮП 


A. CARVING OF COARSE WHITE QUARTZ MONZONITE FROM 
BETHEL, VT. 


Over entrance to American Bank Note Co.’s building, New York City. 


а tier 


В. MONUMENT ОЕ DARK-GREEN HORNBLENDE-AUGITE GRANITE 
(SYENITE) FROM MOUNT ASCUTNEY, VT. 


Showing contrast between polished (black) and hammered (white, but really light gray) 
surfaces. Size about 5 feet 8 inches by 2 feet 6 inches. 
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and dips 40° N. 50° E. On the northeast the granite is in contact with the 
overlying schist and a small dike of fine-grained granite (probably арше) 
projects from the granite into the schist a few feet. The lower southwestern 
contact is covered by talus in which some quarrying has been done. 

The granite. (specimens D, XXXVII, 145, a-d), “Plymouth white,” is a 
quartz monzonite of fine granitic texture (grade 3) with feldspars under 0.5 
centimeter (0.2 inch). Тһе feldspars are milk-white, exceptionally remotely 
pinkish, and become more white on continued exposure. The quartz is very 
faintly smoke-colored, and the mica mostly very light. There are some discoid 
nodules of mica up to 0.75 inch in diameter, the granite being thus in places 
slightly orbicular like that of Bethel. (See p. 60.) 

Its constituents, in descending order of abundance, are soda-lime feldspar 
(oligoclase-albite), somewhat kaolinized and micacized (many of the mica 
scales, being oriented, are presumably interpositions), with some epidote and 
calcite; quartz with rutile needles and fluidal cavities with vacuoles; potash 
feldspar, generally clear (microcline and orthoclase, some of the latter minutely 
intergrown with plagioclase) ; muscovite; and epidote. Some of the grains of 
oligoclase-albite are intergrown with microcline. Accessory, apatite and rutile. 
Secondary, kaolin, epidote, a white mica, and calcite. 

In 1895 a small Hpiscopal chapel of this granite was erected in the Ot- 
taquechee Valley, in Sherburne Township. Тһе blocks were not squared. 
After 20 years of exposure the stone showed no signs of discoloration and at a 
little distance appeared like white marble. 

Although the areal exposure of this granite is small its depth is, of course, 
unlimited, but its workable thickness below should be tested. Core-drilling 
through the schist 100 feet back from its boundary with the granite would also 
determine whether the schist covering may not at some points be sufficiently thin 
to warrant quarrying through it, and the available granite area may thus be 
really larger than the exposed surface of the lens. 

The distance of the “ Plymouth granite” to the nearest pits which is SN 
Woodstock, is 18 miles by road, and the drop is to the 700-foot level, or about 
850 feet. 

The economic possibilities of this granite lie mainly on the very great rarity 
of really white granite in the United States. 


WINDSOR, 
TOPOGRAPHY AND GENERAL GEOLOGY. 


The State map of 1861 shows a granite area in the southern parts of Windsor 
and West Windsor and the northern part of Weathersfield. The geology of this 
area has been made known by В. A. Daly " іп an elaborate report already cited. 
His map (Pl. VII) shows that Mount Ascutney, which lies about 5 miles south- 
west of Windsor village and rises 2,800 feet above the Connecticut and 3,100 
feet above sea level, consists mainly of a mass, about 24 miles square, of. 
greenish hornblende-augite granite (syenite) intrusive in schists, which сгор' 
out along its base, and also containing inclusions of the schist. But adjoining 
this syenite on the west is an area of still older gneisses, which are intruded by 
a mass of gabbro and diorite about 2 by 14 miles in area. That-this intrusion 
is older than that of the syenite is shown by the fact that dikes of the syenite 
penetrate it. The syenite of Mount Ascutney was itself in turn intruded by a 


"mU, S. Geol. Survey Bull. 209, 1903. 
105709—23 12 
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very irregular mass of biotite granite characterized by abundant dark segrega- 
tions (knots) and covering about a square mile. This granite was formerly 
quarried, and monuments of it can be seen in the Windsor cemetery. 


* WINDSOR GRANITE." 


" Windsor granite," *Ascutney green" (syenite, nordmarkite phase of Daly, 
specimens D, XXIX, 88, а, 89, a-d) is а hornblende-augite granite which when 
first quarried is of dark bluish-gray color but after very brief exposure becomes 
dark olive-green. Its texture is medium to coarse, with feldspars up to 0.8 and 
0.5 inch and black silicates to 0.2 inch. Its constituents, in descending order 
of abundance, as made out from the study of four thin sections, two from each 
quarry, are dark olive-green potash feldspar (orthoclase), minutely or obscurely 
intergrown with soda-lime feldspar (certainly oligoclase in two of the slides), 
with cleavage planes stained with limonite; dark smoky quartz with cavities 
(apparently without vacuoles, some of them of quartz crystal form) in streaks 
and sheets and crossed by intersecting cracks filled with limonite stain; green 
hornblende; augite, associated with or inclosed by the hornblende; biotite in 
very small quantity, in three slides none. Accessory: Titanite, magnetite or 
ilmenite, zircon, apatite, and allanite. Secondary: Limonite and white mica іп 
the feldspar. 

'The cause of the change in the color of the feldspar and thus of the granite 
upon exposure has already been referred to (p. 76). It does not effervesce 
with muriatic-acid test. It is very hard and has a metallic ring under the 
hammer. It is brilliant in the rough from the cleavage faces of the large feld- 
spars. Their shade is so dark that the black silicates appear only on close 
inspection. Owing to its extremely small content of mica it takes a very high 
polish, quite as high as that of the granite of Quincy. Its polished face is much 
darker than its rough face, but the hammered or cut face, being of medium 
greenish gray, is much lighter than either, so that lettering or carving stands 
out boldly on the polished face. (See Pl. VII, B.) It is best adapted for 
internal decorative use. 

The following analysis * was made by W. F. Hillebrand : 


Analysis of “ Windsor" hornblende-augite granite (syenite). 


И ОДН (SOR) еее f e. ol NIA n Ж ШШЕ 65, 48 
ALG wal as Vek ZR EO Fp elio au putas P 2o. Mite: son s ТОЕ К-а 16, 11 
Шетте er (Weis ane ра. jb vi 4.00 
ШНӘКГОПЕКОХЛЦЕЛСНЕОЛІ Же peur. EE M 2.85 i 

Арена (ооу. ар Е БА а Е ЕТАН .40 
165 СОР ОЗ cte усы Жш ы... ынс Б ТУЕ ТАТ 1.49 
Боса (ИМО) аа en o Еа M DURO. 22 5.00 
РОВНО а сл абы ар а: ue eee 5.97 


Water (ELO) above. 1109 бы 39 
мяо СЕО) below 109007: i E. n а лан СЕ S 19 
паат dioxide (ЧО) e eur radere EIE 50 
Zirconium dioxide (О .11 
(Phosphortesexide) (Өм) 23-а а Ени сс 13 
(Отта (ШЕ «ee жилы ЖАМАНЫ. EE EUR . 05 
PINTO RIO: TCR) e nu eee са ақылына cie ERE С . 08 


781), 5. Geol. Survey Bull. 209, р. 59, 1903. 


VERMONT. 163 


Tronodisulpiide мр е еба) жы. ette boom ee ete 0. 07 


Baaunmiosyde Ва is cia ај анын ада налы с асықты ‚08 
Малсалевенокдев МИШ а илтсен d аты „28 
КАШИ TO SIO ESTO) e. a ыза ЖИИ Р КҮН Ттасе. 
Тама, өзіде, (д), із әсте ЗАРА еше e oet t Strong trace. 

100. 18 
CSS Rega! ЛЫН айы ысы tet nt oan залы ei ам... Жі. RE чы». 04 

100. 14 
Прва о лим јео а оочень наи e nero ‚086 
SPELE OT SI ve Am Мел ЛИМ ЫЕ С de Жолы „Кес ВР 2. 659 

QUARRIES. 


The Mower quarry is on the west side of Mount Ascutney nearly 14 miles 
south of Brownsville and 580 feet above it, in West Windsor. (See map, РІ. I.) 
Operator, Ascutney Mountain Granite Co., Windsor. Quarry abandoned. 

The granite, already described, has received the trade name of “bronze vein 
green.” ` 

The opening, made іп 1906, was іп 1907 about 50 feet square and averaged 10 
feet in depth. : 

Rock structure: The sheets, 10 feet thick, are horizontal ог dip 5° W. There 
are three sets of joints—(a), strike М. 85° E., vertical, spaced 2 to 18 feet; 
(b), strike N. 30? E., dip 75% S. 60° W., one forming the east wall; (c), strike 
N. 55° W., dip 65° N. 35° E., one forming the south wall. The rift is reported 
as vertical with N. 85° Е. course, and the grain as horizontal. There is a black 
bronzy streak dipping 45° E., possibly of the black silicate, and showing the 
direction of flow. Light rusty-brown and cream-colored discoloration is 0.5 inch 
thick on the joint faces. In thin section some of the limonite stain of this rim 
proceeds clearly from particles of magnetite (or ilmenite), augite, and allanite. 

The product is used mainly for dies, wainscoting, and indoor columns. Speci- 
mens: The two monolithie sarcophagi in the McKinley mausoleum at Canton, 
Ohio. When finished these measured 8 feet 10 inches by 4 feet 4 inches by 2 
feet 63 inches. The covers measured 9 feet 44 inches by 4 feet 83 inches by 1 
foot 3$ inches. Тһе monument (Pl. VII, B) shows the contrast between cut and 
polished faces, the black representing what is a dark olive-green and the white 
what is a medium greenish gray. 

Тһе Norcross quarry is on the north side of Mount Ascutney on the 1,350- 
foot level, about 950 feet above Windsor village, a little over a mile east-south- 
east of Brownsville, in Windsor. (See Pl. I.) Operator, Norcross Bros. Co., 
Worcester, Mass. This quarry has been operated only occasionally and is now 
abandoned. 

Тһе granite has been described on page 162. , 

The quarry is about 200 feet from east to west by 40 feet across and has a 
working face 60 feet high on the south, with a rugged cliff above it, making a 
total face of 80 to 90 feet above the quarry bottom and road. 

Rock structure: The sheets, 2 to 10 feet thick, are horizontal or dip 10° N. 
There are two sets of joints—(a), strike М. 75° to 80° E., vertical, spaced 2 
to 10 feet; (b), strike N. 5° W., vertical, spaced 5 to 80 feet, with a heading 
10 feet wide through the center of the quarry. The splitting has been done in 
the direction of (a), which is the rift direction at the Mower quarry and pre- 
sumably here also. There are many dark streaks. <A 4-foot dike crosses the 
quarry parallel to and within heading (b). This appears to be also a horn- 
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blende-biotite granite. It is of medium greenish-gray color and of medium in- 
clining to fine texture, with feldspars mostly under 0.2 inch, rarely 0.4 inch, 
and black silicates mostly under 0.1 inch. Its constituents, in descending order 
of abundance, are greenish medium-gray potash feldspar with obscurely inter- 
grown soda-lime feldspar, kaolinized; smoky quartz, more of it than in the ad- 
jacent granite; finely striated soda-lime feldspar (oligoclase-albite) ; horn- 
blende; a little biotite. Accessory: Magnetite or ilmenite, titanite, and allanite. 
Secondary: Kaolin. 

The sheet surfaces, chiefly owing to the kaolinization of the feldspar, are dis- 
colored to a medium, slightly greenish gray, and the joint faces are similarly 
discolored but have a Шпопше border. The discoloration is from 1 to 1.5 
inches thick. 

Transportation by cart to rail at Windsor. 

The product has been used for monumental and decorative purposes. Speci- 
mens: Sixteen polished columns (24 feet 94 inches by 8 feet 7 inches) in Co- 
lumbia University Library, New York; monument to General Gómez in Cuba; 
a die in the Bennington monument; 34 large columns in the Bank of Montreal; 
columns and die of W. C. T. U. fountain, Orange, Mass. 


NEW HAMPSHIRE. 


DISTRIBUTION OF GRANITE-QUARRYING CENTERS. 


Plate I shows the location of the granite-quarrying centers and 
of the isolated quarries in New Hampshire. 


GEOLOGIC RELATIONS OF NEW HAMPSHIRE GREANITES. 


In view of the transition from the older views as to the origin of 
granite to the more matured views of to-day and also the substitution 
of more exhaustive methods of geologic exploration for the neces- 
sarily more cursory methods of the past, it does not seem advisable 
to undertake to transeribe here an outline of the complex and un- 
certain geologic relations of New Hampshire granites from geologic 
literature. Instead of that, а summary of the geologic observations 
made at all the quarries of each quarrying center or district will be 
given. "These facts will ultimately fit into the final geologic mapping 
and history of the State, whatever these may prove to be. 


THE QUARRIES, THEIR GRANITE AND FINISHED PRODUCT. 


CARROLL COUNTY. 


CONWAY. 
TOPOGRAPHY. 


Тһе Conway quarries are near North Conway, some of them on the 
east and west sides of the Saco Valley. Тһе Redstone quarries, on the 
east, are'at the south foot of a series of summits ranging from 1,550 to 2,375 
feet above sea level (Black Cap, Middle Mountain, and Rattlesnake Mountain), 
known collectively as the Green Hills; and the White Mountain quarry on the 
west, is oh a 765-foot lenticular granite mass lying about 2 miles S. 25°-45° 
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Е. of the granite domes known ав White Horse and Cathedral ledges. Also 
belonging to this group of quarries is the Fletcher quarry, in the town of 
Madison, which adjoins Conway on the south. This quarry lies southeast of 
Moat Mountain and about 24 miles southwest of Conway Corners. (See 
fig. 37.) 

GEOLOGY OF THE QUARRIES. 


The geologic feature of general interest in Conway granites is their marked 
rift and grain and the manifest relation of these to the sheets of microscopic 
cavities, as shown in figure 1 and described on page 17. Тһе rift is reported 


С p—L Есі —— кесі eT меле mam RE ZG s A 
Contourinterval 20 feet 


Quarry site 


Ficurn 37.—Map of part of Conway, N. H., showing location of granite quarries. ay 
Redstone red granite quarry; 2, Redstone green granite quarry; 3, White Mountain 
quarry. The boundary between pink and green granite is shown by dotted line. 


as uniformly horizontal, and the grain as vertical with N. 80°-90° W. course. 
Another feature is the contiguity of а yellowish-green biotite-hornblende 
granite to the pink biotite granite at Redstone. (See fig. 37.) Between the 
500 and 800 foot levels the boundary has а М. 23° Е. course and is said to 
continue in that direction toward Rattlesnake Mountain. Although the feld- 
spars of both these granites are equally kaolinized, their original colors prob- 
ably differed as greatly as their present ones. The feldspar of the green 
stone seems to have been a bluish gray and that of the pink probably clear 
and colorless or slightly pinkish. Their present colors are due to the forma- 
tion of limonite in the green and hematite in the pink. This limonite is 
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largely traceable to somewhat abundant allanite and to the hornblende; the 
hematite may be attributed to the oxidation of magnetite or of ferrite in 
infinitesimal particles in the feldspars. These two granites side by side repre- 
sent originally different materials, and the line of their contact indicates the 
direction of their flow. A 20 by 30 foot segregation or dike of porphyritic 
biotite-hornblende granite, and geodes, coated internally with calcite rhombs 
and chlorite, should also be noted as occurring at the red quarry. The joint 
systems at the four quarries have courses of N. 70°-90° W., N. 35° W., N. 15° 
E., and М. 30° E. The sheets dip gently east and west from the axis of the 
ridge. 
QUARRIES. 


The Redstone pink quarry is in the town of Conway, about 3 miles S. 
35° Е. of North Conway, on the base of Redstone Ledge, one-third of a mile 
М. 50° Е. of Redstone station on the Maine Central Railroad, and 180 feet 
above it. (See North Conway topographic map, Т). 8. Geol. Survey; also 
fig. 87.) Operator, Maine & New Hampshire Granite Corporation, North Jay, 
Maine. 

The granite (specimens D, XXVIII, 35, a, b, j, k), “ Conway pink,” is a 
biotite granite of light pinkish-gray color with large dark-gray and small 
black spots. Its texture is even grained, coarse, and with feldspars up to 
0.75 inch, exceptionally 1.25, and black mica up to 0.8 inch. Its constituents, 
in descending order of abundance, are a light pink, nearly opaque potash feld- 
spar (orthoclase, mostly twinned), minutely intergrown with soda-lime feld- 
spar; smoky amethystine quartz with cavities up to 0.012 millimeter, in 
sheets, intersecting at right angles and parallel to rift and grain cracks 
(see fig. 1 and р. 17) ; translucent very light gray to milk-white striated soda- 
lime feldspar (oligoclase-albite) ; and biotite (black mica), but little of which 
is chloritized. The orthoclase is much kaolinized; the oligoclase less so. The 
orthoclase in places surrounds oligoclase; in one specimen a small erystal of 
orthoclase is inclosed by oligoclase, and that has a zone of orthoclase about 
it. Accessory: Magnetite (ilmenite?), pyrite, apatite, fluorite, and zircon. 
Secondary: Kaolin, chlorite, titanite (leucoxene), calcite, and hematite stain 
mostly combined with the kaolin and only visible under incident light. 

Estimates of the mineral percentages by the Rosiwal method yield the fol- 


lowing results: \ 
Estimated mineral percentages in “red granite” of Redstone, N. Н. 
p 57) 
1 2 3 


62.60 | 68, 00 
31.00 | 26.30 28. 65 
6.40 5.70 5. 55 


100.00 | 100.00 


Feldspar... 
Quartz..... 
Mica (biotit 


1. Specimen cut at right angles to both rift and grain; mesh 0,8 inch, total linear 


length 39.2 inches. F 
2. Specimen cut parallel to rift showing larger feldspars; mesh 1.2 inch, total linear 


length 28.8 inches. а 
3. Average of both estimates. 


An analysis of this granite, made for the firm in 1898 by Franklin C. Rob- 
inson, State assayer of Maine, is here given merely for reference. 
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Analysis of “тей granite” from Redstone, М. Н. 


RCH ууд". з ы ee ESI AL COPA aS UT 11. 44 
alma, (ATO). ipd sepu esce анама ы лын eS ed eee 14. 72 
роја вени ои де ое) Pee азана 2 ын 2.89 
оток Пе 60 у etm aeaa Баса 246 
(Total iron oxides, 2.85.) 

Масив (VIS), знача REL A E .96 
Soda а О) асым да ИВ а LE E RS ir E „шл 7.66 
е ОЕ E EDIT ры қалалары а ы, .89 

Rare elements, mostly titanium and zirconium dioxides 
КО and nOs) s ве ee вон зао = .78 
Manganese, sulphur, calcium, рћогрћафев..__________-_---- Traces. 
i Loss- at red heat. (mostly) water) poen s ee Lind . 61 
99. 91. 


Specific gravity, 2.685, 


W. Т, Schaller, a chemist of this Survey, finds that this granite contains 
0.16 per cent of СаО (lime), soluble in hot dilute acetic acid, which indicates 
а content of 0.267 per cent of CaCO; (calcium carbonate) ; the presence of this 
carbonate is also shown by the microscope. 

А test made at the United States arsenal at Watertown, Mass. іп 1887, 
gives this granite a compressive strength of 22,370 pounds to the square inch. 

Тһе stone takes a high polish, but the large size of its mica scales is not 
favorable to the durability of the polish under long-continued outdoor ex- 
posure. Polished faces show some magnetite. As the relative amount of gray 
to pink feldspar is small, the contrast is mostly between the pink feldspar 
and the smoky amethystine quartz, which is very pleasing. 'The minor spots 
of black mica give it still more character. This is a constructional granite 
but is also, by its polish and contrasts, adapted to internal decorative uses. 

Тһе quarry, opened about 1887, measured in 1906 about 500 feet from east 
to west by 300 feet across and from 30 to 80 feet deep, with a working face 
80 feet high on the north. 

Rock strueture: Тһе sheets, 4 to 30 feet thick, are normal and arch across 
the axis of the hill, dipping 15? E. in this quarry. There are three sets of 
joints—(a), strike east, vertical, spaced 5 to 40 feet, not everywhere continuous; 
(b), strike М, 35° W., dip 80° S., forms a heading in the west part but does 
not recur; (c), strike N. 15° Е,, vertical, recurs at 160 feet. The rift is re- 
ported as horizontal, and the grain as vertical with east-west course. Both 
are marked and appear as delicate cracks in the quartz particles on polished 
surfaces parallel to the “hard way." This interesting textural feature ig 
fully discussed on page 17 and is illustrated in figure 1. There are small 
dikes of deep pinkish aplite (fine textured, particles 0.185-0.555 millimeter) 
consisting of pinkish orthoclase, clear quartz, clear oligoclase, and very little 
biotite, with secondary muscovite and hematite staim. In the eastern part 
of quarry is a mass about 30 feet from north to south by 20 feet from east 
to west and with an exposed depth of 10 feet, which may be a very large knot 
or possibly the upper part of a dike oval in cross section. Streaks of black 
mica 10 feet long radiate from its upper surface, also irregular pegmatitic 
bands with small dark-gray knots. Its matrix (particles 0.074 to 0.59 milli- 
meter) is of medium purplish-gray color and incloses porphyritic light pinkish 
feldspars. up to 0.7 inch, light smoky quartz to 0.03 inch, and black silicate 
to 0.2 inch. The matrix itself consists of orthoclase, quartz, oligoclase-albite, 
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hornblende, and biotite, with accessory magnetite, apatite, fluorite, titanite, 
and zircon. The large feldspars are orthoclase with intergrown oligoclase and 
quartz. 

There are elliptical and spherical knots from 0.5 inch to 14 inches in diameter 
of exceedingly fine, very dark gray, large biotitic material with sparse porphy- 
ritie feldspars. Lenses of pegmatite up to 2 feet by 6 inches also occur, and 
lenticular geodes, mainly of intergrown quartz and feldspar surrounded by 
a half-inch band of aplite. These geodes are lined with crystals of smoky 
amethystine quartz and orthoclase incrusted with chlorite and calcite. Some 
obtuse rhombs of calcite аге 0.5 inch wide. Joint (с) is coated with epidote 
and chlorite, and the granite for 0.5 inch back of it is much altered to kaolin 
and mica and stained by hematite and limonite. (See p. 83.) Rusty stain is 
an inch thick along sheet surfaces, but up to 4 inches along the joints. 

The product is used mainly for buildings. Specimens: First National Bank, 
Chicago; First National Bank and Hamilton County courthouse, Cincinnati; 
Wisconsin Telephone Co.’s building, Milwaukee, Wis.; Franklin Savings Bank 
and McAlpin Hotel, New York; Temple Bar Building, Brooklyn; Union Station, 
Pittsburgh; city hall, Lowell, Mass.; base of Longfellow monument, Portland, 
Me.; State library, Concord, М. H. (the pilasters and trimmings of “Concord 
granite,” the columns at entrance of polished green granite from the next 
quarry, and the rest of “ Conway pink”). 

The Redstone green quarry, operated by the same company, is about 800 
feet west-northwest of the pink quarry, described above, and about 140 feet 
above Redstone station. (See fig. 87.) 

The granite (specimens D, XXVIII, 86, а, b, c), “Redstone green granite,” 
is a biotite-hornblende granite of dark-yellow greenish color with black spots. 
Its texture is even grained, coarse, with feldspars up to 0.8 inch and mica to 
0.3 inch. Its constituents, in descending order of abundance, are medium- 
gray potash feldspar (orthoclase) with some yellow-green stained cleavage 
faces (this feldspar is always minutely intergrown with lime-soda feldspar, 
oligoclase-albite, some of it is twinned, and it is all much kaolinized) ; dark 
yellow-green smoky quartz with cavities in two or three sets of intersecting 
sheets with rift and grain cracks parallel to two of them and in places coin- 
ciding with them (see p. 17); very little separate soda-lime feldspar (oligoclase- 
albite), slightly micacized; biotite (black mica) and hornblende, some of it 
corroded. Accessory: Magnetite (ilmenite?), fluorite, allanite (mostly in 
biotite), and zircon, Secondary: Kaolin, a white mica, calcite, epidote in 
veinlets, chlorite, and limonite. 

An estimate of the mineral percentages, obtained by the Rosiwal method, 
yields the following results with 0.5-inch mesh and total linear length of 71 
inches: Feldspar, 54.79; quartz, 38.26; mica (biotite), 6.95. 

An analysis made for the firm by Franklin C. Robinson, State assayer of 
Maine, in 1899, is given here merely for reference: 


Analysis of “green granite” from Redstone, N. H. 


ЕЈ Лигу МИЊО о Renee ЕВИ УРНИ ИА ГАРТ асық ee ЫЫ 70. 42 

PANTIE CAIs Os) 2 Е nt кана БУ SEAR сену ме Mm, РУЗЕ? 14,64 

EGU ESC S CULO ROE NCE CaO ine sae a ee eee 1, 54 

PEONO О (ар) E ое 2. 34 
(Total iron oxides, 3.88.) 

Малева теу Бае е не Оа НЕЛЕЕ К селен 1.20 

Pune m NO ELO esee nen rm Ке е жесе эро а ee di 7.80 


Potash (КО) eng - буру она О ЗА emitti il Bor spen а сы ыу 
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Rare elements, mostly titanium and zirconium dioxides 
(RIOT CD VO seed е лес лт иы РР E 0.48 


Manganese, sulphur, calcium, and phosphates___ Traces. 
ов TEM NCAT, обучает а зы сыг ee a ‚61 
99. 74 


Specific gravity, 2.684. 

It will be noticed, on comparing the amounts of iron oxides in this and the red 
granite (p. 167), that this exceeds the other by 1 per cent, which is attributable 
to its larger content of hornblende and allanite and of the limonite proceeding 
therefrom. 

When first quarried this stone is more greenish than after a few years’ ex- 
posure, when its feldspars become more grayish, but its general color is even 
then still markedly greenish. The cause of this change is not apparent, for 
organic acids do not reach the quarried blocks. It takes a high polish, but its 
large mica plates furnish vulnerable points of attack by the weather under pro- 
longed exposure. Тһе polished face shows a little magnetite. Тһе contrasts 
are weaker than in the red granite, owing to the darker shade of its feldspar. 
Whether in the rough or polished, its color is striking. Though not unsuitable 
for purposes of construction, it is a coarse decorative granite well adapted for 
sheltered positions. 

The quarry, opened about 1887, measured in 1906 about 150 feet north to 
south by 100 feet across and up to 50 feet in depth, which is the height of the 
working face on the north. It is worked at intervals only. 

The sheets, 11 inches to 14 feet thick, dip about 15° W. Joint sets, rift, and 
grain are the same as in the red quarry. 

The product is used for buildings and polished columns. Specimens: Union 
Arcade Building, Pittsburgh, Pa.; front of the first three stories of Fidelity 
Mutual Life Insurance Building, Philadelphia; interior columns, post office, 
Washington, D. C.; exterior columns, Dime Savings Bank, Detroit, Mich.; 
interior columns, Missouri capitol, Jefferson City, Mo.; exterior columns, First 
National Bank, Bridgeport, Conn.; also in'Baxter Building, Portland, Maine. 

Тһе White Mountain quarry is in the town of Conway, 12 miles southwest 
of North Conway, on the west side of a hill between Saeco River and Moat 
Brook, southeast of White Horse Ledge. (See fig. 37.) Owner, Henry A. 
Hitner's Sons Co., Pennsylvania Building, Philadelphia. 

The granite (specimens D, XXVIII, 38, a, b) is a biotite granite of medium 
pinkish buff-gray color with black spots. Its texture is even grained, coarse, 
with feldspars up to 0.8 inch and mica to 0.3 inch. Its constituents, in de- 
scending order of abundance, are pinkish-buff potash feldspar (orthoclase) in 
twins and minutely intergrown with soda-lime feldspar (oligoclase-albite), also 
intergrown with quartz and kaolinized; amethystine quartz with cavities in 
sheets intersecting at right angles, those in the rift direction being very close 
together; slightly greenish gray soda-lime feldspar (oligoclase), also inter- 
grown with quartz, kaolinized, and partly micacized, in places inclosed in 
orthoclase; biotite (black mica), some of it chloritized. Accessory: Fluorite, 
allanite, zircon. Secondary: Kaolin, a white mica, chlorite, and limonite and 
hematite stain. i 

This ің a coarse constructional granite with good rift. 

The quarry, not operated since December 1, 1908, lies between the 645 and 
785 foot levels, measures about 400 feet N. 75° W. by 250 feet across and from 
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35 to 90 feet in depth, Тһе top of the working face is 30 feet below the top of 
the hill. : 
' Rock structure: The sheets, from 8 to 30 feet thick, are horizontal or dip 
low north and also south. Joints (a) strike N. 30? E., dip 60° N. and 90°, 
spaced 20 to 70 feet. Joints (b) strike М. 70°-80° W., vertical, spaced 2 to 
50 feet. 

Rusty stain is from 1 to 8 inches thick on the sheets and up to 2 feet along 
the joints. ( 

Transportation by private siding, 1% miles long, from main line of Boston & 
Maine Railroad. (See fig. 37.) 

This quarry was opened by the contractors for the Boston dry dock at the 
Charlestown Navy Yard, in which the Stone was used. 


MADISON, 


The Fletcher quarry is in the town of Madison, about 24 miles southwest of 
Conway and 1 mile about west of the main line of the Boston & Maine Rail- 
road. (See РІ, I.) 

The granite (specimens D, XXVIII, 37, b, d)—the more pinkish variety—is 
a biotite granite of light pinkish-gray color, mottled with dark purplish gray 
and with small black spots. Its texture is even grained, coarse, with feld- 
spars up to 0.7 inch and mica to 0.2 inch. Its constituents, in descending 
order of abundance, are a light pinkish-gray potash feldspar (orthoclase, 
mostly twinned), minutely intergrown with soda-lime feldspare (oligoclase- 
albite) and considerably kaolinized; dark amethystine smoky quartz with 
cavities; translucent slightly greenish-white striated soda-lime feldspar (oligo- 
clase), partly micacized; and biotite (black mica), some of it chloritized. 
Accessory: Magnetite and allanite. Secondary: Kaolin, a white mica, and 
chlorite. 

An estimate of the mineral percentages, by the Rosiwal method yields the 
following results with mesh of 0.5 inch and total linear length of 20 inches: 
Feldspars, 67.20; quartz, 28.60; mica (biotite), 4.20. 

Е. С. Sullivan, a chemist of this Survey, finds that this granite contains 
0.25 per cent of CaO (lime) soluble in hot dilute acetic acid, which indicates 
a content of 0.44 per cent of СаСОз (lime carbonate). 

This is a coarse-textured constructional granite of warm tint, possessing 
marked contrasts of color, which come out strongly on the polished face 
(delicate pink, mottled with purplish smoke and dotted with black). The 
somewhat large mica scales are not favorable to the durability of the polish 
under long-continued outdoor exposure. 

The less pinkish variety (specimen 97, a) is like the other except in that 
the orthoclase is more nearly cream-colored. Apatite and zircon appear among 
its accessory minerals. Its contrasts are, if anything, a trifle more marked 
than those of the other. 

The quarry, opened between 1888 and 1891, abandoned before 1917, is at 
the east foot of.a granite bluff 200 feet high, which also has a steep south 
side. It is about 500 feet square, with an extension on the bluff where there 
is a working face 100 feet high. Its depth is from 15 to 50 feet. 

Rock structure: The sheets, 2 to 20 feet thick, are horizontal but dip 10° 
E. to ENE. There are two sets of joints—(a), strike N. 80° W., vertical 
spaced 5 to 100 feet, forms a 10-foot heading in the north half of quarry 
and another at the north wall; (b), strike N. 15° E., vertical, spaced 5 to 
100 feet, forms a heading on the east side. Тһе rift is reported as horizontal 
and the grain as vertical, with М. 80° W. course. Тһе pinkish variety oc- 
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curs on the south side, and the lighter variety on the north. Rare granitic 
dikes, 1 to 6 inches wide, consist of a groundmass of medium-gray shade and 
fine to medium texture (orthoclase, microcline, oligoclase-albite, quartz, and 
biotite), spangled with biotite and with porphyritic pinkish feldspars up to 
0.4 inch. Rusty stain is from 1 to 4 inches thick on upper sheets, decreasing 
below. Joint faces are coated with epidote. 

Transportation, by a siding 1 mile to main line of Boston & Maine Railroad. 

In 1906 the stone was used for certain piers on the Boston & Maine Prison 
Point Street Bridge, at Hast Cambridge, Mass., and also for a bridge at South 
Acton, Mass. Specimen monument: Dudley Porter memorial fountain, Haver- 
hill, Mass. 

CHESHIRE COUNTY. 


FITZWILLIAM DISTRICT, ' 
GEOLOGIC BELATIONS, 


The granite of the Fitzwilliam district, Cheshire County, occurs in an area 
extending a little into the State of Massachusetts, designated by Emerson ? on 
the geologic map of that State “ Fitzwilliam granite (white muscovite-biotite 
granite)," and regarded by him as of late Carboniferous or post-Carboniferous 
age. 


QUARRIES. 


The Webb Fitzwilliam quarry is half a mile south of Fitzwilliam Depot, in 
Fitzwilliam Township. (See Monadnock topographic map, Т). 5. Geol. Survey.) 
Operator, Webb Granite & Construction Co., 40 Crescent Street, Worcester, Mass. 

The granite (specimen D, XXX, 66, a), “ Fitzwilliam Webb,” is a muscovite- 
biotite granite of light, very bluish gray color and of even-grained fine texture, 
with feldspars and micas under 0.2 inch. Its constituents, in descending order 
of abundance, are clear, colorless to translucent bluish potash feldspar (micro- 
cline and orthoclase), slightly kaolinized; clear colorless quartz with cavities 
and hairlike erystals of rutile; clear to milk-white soda-lime feldspar (oligo- 
clase), some of it slightly kaolinized and micacized ; muscovite (white mica) in 
large scales; and biotite (black mica) in more abundant and much smaller 
scales. Accessory: Magnetite (very little), apatite, rutile. Secondary: Kaolin, 
& white mica. No effervescence with muriatic-acid test. 

The quarry, opened before 1829, measured in 1909 about 1,300 feet in a N. 
50° Е, direction by 200 feet in width for half of its length and by 250 feet for 
the rest, and from 6 to 35 feet in depth. 

Rock structure: The sheets are 6 inches thick at the top and 8 feet at the 
bottom, the greater part, however, being thin ones. They dip 15° NW. at the 
northwest side but turn, dipping northeast on the northeast side of the hill. 
The general structure of the hill is thus that of either a dome or an anticline. 
There are only five joints—set (a), of four joints, near the northeast end of 
the quarry, strike N. 20° W., dip 90° or steep, spaced 5, 20, and 100 feet; (b), 
near the southwest end of the quarry, strike N. 40° Е. dip 70° N. 50° W. Тһе 
rift is reported as striking М. 55°Е, and dipping 35°-40° М. 35? W., and the grain 
as dipping 80° S. 35° E. In working the rock is split along the grain. Many 
dikes of garnetiferous pegmatite, from an inch to 2 feet thick, strike north or 
north-northwest and dip 90° or 20° Е, In places the pegmatite is associated with 


™ Emerson, B. K., Geology of Massachusetts and Rhode Island: U. В. Geol. Survey Bull. 
597, pl, 10, p. 238, 1917. 
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aplite. Small aplite dikes, 1 to 2 feet apart, strike east. All these dikes throw 
considerable stone into the second class. Мо rusty stain nor segregations were 
observed. 

| Transportation, by a 7,000-foot siding to Fitzwilliam Depot, besides 1,500 feet 
of subsidiary siding in the quarry. 

The product was used mainly for buildings and monuments. Specimens: 
City hall, Newark, N. J.; approaches and base of First Church of Christ, Sci- 
entist, Boston. The smaller sheets were used for paving. 

This quarry was abandoned before 1917. 

Тһе Victoria White (formerly Silver White) quarry is a quarter of a mile 
northeast of Fitzwiliam Depot, in Fitzwiliam Township. (See Monadnock 
topographie map, U. S. Geol. Survey.) Operator, Milford Pink-Victoria White 
Granite Co., Milford, Mass. 

The granite (specimens D, ХХХ, 68, a, b), “ Victoria white," is a biotite- 
muscovite granite of light bluish-gray color and of even-grained, very fine 
texture, with feldspars under 0.1 inch and micas to about 0.05 inch. Its 
constituents, in descending order of abundance, are clear colorless to trans- 
lucent bluish potash feldspar (orthoclase and microcline); very light smoky 
quartz with cavities and hairlike crystals of rutile; clear to milk-white soda- 
lime feldspar (oligoclase), very little kaolinized, some small mica crystals; 
biotite (black mica) ; muscovite (white mica). Accessory: Rutile. Secondary: 
Kaolin, calcite.  Effervesces slightly with muriatic-acid test. Polished face 
shows neither pyrite nor magnetite. 

An estimate of the mineral percentages by the application of the Rosiwal 
method to a camera lucida drawing of a thin section enlarged 40 diameters 
yields these results with a mesh of 1.8 and a total linear length of 43.2 
inches: 


Estimated mineral percentages in Fitzwilliam granite from Victoria White 


quarry. 
СЕС A Уе РИ. Oe ree a СЗО ES ЦРО per LH APA. ар 43. 66 
Potash feldspar (microcline and orthoclase)____ 82. 22 45.74 
Soda-lime feldspar (oligoclase)________________ 18, 52 у 
3 rpm ja 
шан mica (biotite) ne лалы МЫНА ы, Be set 10. 60 
утсаа ! (Thascovite) Ерга c и 4. 12 | 
| 100. 00 


The average diameter of the particles, obtained from the same calculation, 
is 0.00668 inch. 

Prof. Leonard P. Kinnicutt, of the Worcester Polytechnie Institute, by a 
test made December 11, 1908, for the Norcross Bros. Оо. in Worcester, found 
that 100 pounds of Fitzwilliam granite quarried at this or the Snow Flake 
quarry absorbed 0.382 pound of water. 

This is a delicate bluish-gray fine-grained stone, well adapted for fine work. 
Its particles are so fine and its minerals so evenly distributed that aside from a 
fine mottling, visible only near by, its color is uniform. It takes a good, 
polish. 

The quarry, opened about 1904, was іп 1909 about 300 feet square and 40 feet 
deep. 

Rock structure: Тһе sheets consist of short lenses at the surface but are not 
well marked below. Тһе quarry is probably near the lower limit of 'sheet 
structure. There are no joints, but here and there a fracture crosses one 
Sheet only. One such fracture strikes N. 40° E. and dips 60° М. 50° №. Тһе 
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rift is reported as horizontal and the grain as vertical, with a nearly east-west 
course. Pegmatite dikes up to 1 foot thick strike N. 30° W. and N. 60° W 

with steep dips.  Biotitie segregations are rare and up to 4 inches across. 
'Fhere is little or no rusty stain on sheet surfaces. 

The product is used for monuments. Specimens: Pylon monuments and 
approach to Manhattan Bridge, Brooklyn Plaza; Katherine Sefton Page 
Memorial, Auburn, N. Y.; L. C. Smith mausoleum, Syracuse, N. Y.; industrial 
monument by Zolnay, New Bedford, Mass.; C. W. Post mausoleum, Oak Hill 
Cemetery, Battle Creek, Mich.; Lilly exedra, Anderson, Ind. 

The Snow Flake quarry is two-fifths of a mile northeast of Fitzwilliam 
Depot and three-fourths of a mile south of Fitzwilliam village, in Fitzwilliam 
Township. (See Monadnock topographic map, U. S. Geol. Survey.) Owner, 
Victoria White Granite Co., Keene, N. H. \ 

The granite (specimen D, XXX, 67, a), “ Snow Flake,” is a biotite-muscovite 
granite of light inclining to medium gray shade and of porphyritic texture, 
with fine matrix (micas under 0.1 inch) and feldspars to 0.5 inch. Its con- 
stituents, in descending order of abundance, are faintly greenish clear potash 
feldspar (microcline in twins with crush borders, also orthoclase), some of 
the microcline intergrown with quartz, some slightly kaolinized; light smoky 
quartz with cavities, generally in sheets, and hairlike crystals of rutile; 
clear to milk-white soda-lime feldspar (oligoclase-albite), some of it minutely 
intergrown with quartz (vermicular structure), some of it a little kaolinized ; 
biotite (black mica); and muscovite (white mica). Accessory: Apatite, 
zircon, rutile. Secondary: Kaolin, limonite from biotite. No effervescence 
with muriatic-acid test. 

The fineness of the mica deprives the stone of strong contrasts, and the 
porphyritie texture is discernible only on close inspection. 

The quarry, opened between 1885 and 1887, was in 1909 about 300 feet square 
and 40 to 70 feet deep. 

Rock structure: The sheets, 10 to 20 feet thick, are about horizontal but 
irregular. There is but one joint. The rift is reported as horizontal and the 
grain as vertical, with about east-west course. 

Transportation, by siding to Fitzwilliam Depot. 

The product has been used for buildings. 

The following are specimens of the combined product of {в апа the Vic- 
toria White quarry: Art Museum, Toledo, Ohio; law building of University 
of Iowa, Iowa City; post offices at Muskegon, Mich., Chippewa Falls, Wis., 
Grand Island, Nebr., Decatur, Ill., Bedford, Ind., Mayfield, Ky., Devils Lake, 
N. Dak., Allentown, Ра. and Ithaca, М. Y.; and Wysong residence, corner 
Seventy-sixth Street and Seventh Avenue, New York City. 

This quarry has not been operated since it passed into the hands of its 
present owners. 

The Emerson quarry is 2 miles northeast of Fitzwilliam Depot, in Fitz- 
william Township. Operator, Paul Drewes, Fitzwilliam Depot. Idle in 1922. 

(See Monadnock topographic map, U. 5. Geol. Survey.) 

The granite is a muscovite-biotite granite, a trifle lighter and coarser tex- 
tured than the “ Victoria white” (р. 172). 

The quarry measures about 1,000 feet square and 50 to 70 feet in depth. 

The Yon quarry is about 14 miles south-southeast of Fitzwilliam Depot and 
half a mile east of South Pond (Laurel Lake), in Fitzwilliam Township. 
(See Winchendon topographic map, Т). S. Geol. Survey.) Operator, Edward 
Yon & Son, Fitzwilliam Depot. 

The granite, “ white,” resembles the other light bluish-gray muscovite-biotite 
granites of this township. 
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The quarry, opened about 1897, has been regularly operated since 1908. 

The product is used mainly for buildings. and monuments, also for curbing. 

The Thompson quarry is about 2 miles northeast of Fitzwilliam Depot, in 
Fitzwilliam Township. (See Monadnock topographic map, U. 8. Geol. Survey.) 
Operator, Е. М. Thompson, Fitzwilliam Depot. 

The quarry was opened in 1900. 

The granite is a muscovite-biotite granite of medium grayish shade and 
fine even-grained texture with feldspars up to 0.2 inch, muscovite and biotite 
to 0.1 inch. 

Its constituents, in descending order of abundance, are clear colorless 
potash feldspar (orthoclase and microcline), with inclusions of plagioclase 
and intergrown with quartz; pale smoky quartz with rutile needles; clear to 
milk-white soda-lime feldspar (probably oligoclase); muscovite and biotite. 
No effervescence with muriatic-acid test. 

The Webb Marlboro quarry is 14 miles north-northeast of Webb station 
(Marlboro depot), in Marlboro Township. (See Monadnock topographic map, 
Џ. 5. Geol. Survey.) Operator, Hildreth Granite Co., Boston, Mass. 

The granite (specimen D, ХХХ, 69, a), “ Marlboro,” is a biotite-muscovite 
granite of light inclining to medium, very bluish gray color and of even- 
grained fine texture, with feldspars and micas up to 0.2 inch. Its constituents, 
in descending order of abundance, are clear colorless to translucent bluish 
potash feldspar (microcline), intergrown with quartz, circular in cross вес- 
tion and slightly kaolinized; clear colorless quartz with cavities in sheets 
and hairlike crystals of rutile; milk-white soda-lime feldspar (oligoclase), 
somewhat kaolinized and with small plates of muscovite; biotite (black mica) ; 
muscovite (white mica). Accessory: Apatite, zircon, rutile. Secondary: Kao- 
lin, calcite. Effervesces with muriatic-acid test. 

The quarry, opened before 1849, was originally about 950 feet long by about 
700 feet wide but in 1909 measured about 750 feet in a north-northeasterly 
direction by 200 feet across and average 50 feet in depth. 

Rock structure: The sheets, 6 inches to 6 feet thick, but not over 2 feet in 
the upper half of the quarry, are normal and horizontal, but dip low north- 
northeast at the north end of the quarry and turn to dip low south-southwest 
at the south end. The thinness of the sheets and the compressive strain pre- 
vent channeling, so dynamite is used. ‘Two vertical joints near the north 
end, with N. 60? E. strike, extend off and оп for 50 feet. On the extreme 
east side a joint striking N. 50% E. and dipping 50° NW. extends only 100 
feet. Flow structure is very marked on sheet surfaces at the west side. It 
consists of alternately more or less biotitic planes striking N. 80% E. but also 
curving, varying much in width and resembling a gneiss foliation. On the 
east side flow structure has а М. 35? E. course. There is an inclusion or an 
irregular biotitic flowage band, 43 feet long, 1 foot wide, and oval in cross 
section. The rift is reported as horizontal and the grain as vertical, with 
N. 22° E. course. А thick pegmatite dike crosses the center of the quarry 
with N. 55° W. course. There are smaller pegmatite dikes and streaks of 
like course in the northern half of the quarry. There is no rusty stain оп 
sheet surfaces. 

Transportation, by 4 miles of siding from Webb station. 

The product is used mainly for buildings, curbing, and paving. Specimens: 
The lower seven stories of the Marshall Field Building, Chicago; First 
Congregational Church, Nashua, N. H.; Soldiers’ monument, Fitzwilliam yil- 


lage, N. H. 
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The Troy quarry is three-fourths of a mile east-southeast of Troy station, 
in Troy Township. (See Monadnock topographic шар, U. S. Geol. Survey.) 
Quarry abandoned. 

The granite (specimen D, ХХХ, 70, a), " Troy white," is а muscovite-biotite 
granite of light inclining to medium bluish-gray color and of even-grained fine 
texture, with feldspars under 0.2 inch and mica to 0.1 inch. Its constituents, 
in descending order of abundance, are clear bluish potash feldspar (microcline, 
generally in twins, intergrown with quartz, circular in cross section, also 
orthoclase) ; clear colorless quartz with hairlike crystals of rutile and cavities 
in sheets; milk-white soda-lime feldspar (oligoclase-albite), some of it minutely 
intergrown with quartz, generally kaolinized and a little micacized, and with 
calcite; muscovite (white mica); biotite (black mica), some of it chloritized. 
Accessory: Magnetite (very little), pyrite, apatite, rutile. Secondary: Calcite, 
a white mica, chlorite. 

An estimate of the mineral percentages by the application of the Rosiwal 
method to a camera lucida drawing of a thin section, enlarged 25 diameters, 
yields these results with a mesh of 1 inch and a total linear length of 59 inches, 
from which, however, areas of mixed particles too fine for measurement and 
having a total linear length of 18.28 inches had to be deducted, leaving as the 
total length of measured particles 40.72 inches: 


Estimated mineral percentages in “ Troy granite.” 


Орды ccc res mud ee snl c ДОЊЕ cor ваљд. ҒЫ OR pret net ты ME cae) > 44, 94 
Potash feldspar (microcline and orthoclase). 91.28 
Soda-lime feldspar (oligoclase-albite)------------- 18. d» 44,29 
Nite айса (MUSCOLO) ара а ыы ы Рат ett 8. оз! 10.77 
Biltek micay (ИОН е) а аазы әді. aS Но са 2. 55 ; 
100. 00 


The following analysis, made for the Troy White Granite Co., the last opera- 
tors, by Prof. L. P. Kinnicutt, of the Worcester Polytechnic Institute, in 1891, 
is given here for reference: 


Analysis of “ Troy white granite." 


Miles (Оу 10 жорта Saree wr uev RIP Y 18. 15 
Anis А105 у See a eroi 1225 РИЈАНА ee ныр 17. 04 
HOC HO Jub. ig T MSO зона щл UU ад .81 
Ми Mesa (MEO) EIOS MIT 100 ВЕП лал Еее Og .80 
Ровавты (КАО 29. 0L але olsDasidgiod ишш. 2. 574 
Боса" Nas) 10202303 PO) ek за а Виа JUL. 2.05 
LOSS dud 1ueterminedaL2030- Граса. Шише 221338 .91 

100. 00 


Prof. Kinnicutt, by a test made December 11, 1908, found that 100 pounds of 
this granite absorbs 0.269 pound of water, as compared with 0.371 pound for 
the same weight of “Concord granite” and 0.420 pound for 100 pounds of 
quartz monzonite from the New Westerly quarry at Milford, N. H. (p. 188). 

The following compression test on a 6-inch cube was made at the United 
States arsenal at Watertown, Mass. April 15, 1891 (No. 7419): First crack at 
525,000 pounds. total 680,100 pounds; ultimate strength per square inch, 17,950 
pounds. 

This stone is harder than many other granites. It lends itself well to fine 
carving, as is shown by the garland of roses so finely executed by Joseph Cara- 


176 COMMERCIAL GRANITES OF NEW ENGLAND. 


belli, of New York, on the Hawgood monument at Lake View Cemetery, Cleve- 
land. Ohio. 

The quarry, opened about 1859, measured in 1909 about 300 feet in a N. 15° Е, 
direction by 180 feet across and from 50 to 70 feet in depth. 

Rock structure: The sheets, 6 inches to 15 feet thick, dip 10°-15° W. There 
are two sets of joints—(a), strike N. 77° W., dip 65° S. 18° W.; (b), strike 
about north, one only, on the east wall. The rift is reported as horizontal, and 
the grain as vertical, with N. 15° Е, course. There are biotitic segregations up 
to 2 inches in diameter. Rusty stain is generally absent, but one sheet surface 
showed 6 inches of it. An east-west compressive strain is noticeable. 

Transportation by an electrie siding, 4,230 feet long, operated by a 40-horse- 
power gasoline engine. 

The product is used about equally for buildings and monuments. Specimens: 
Worcester County Institution for Savings, Worcester, Mass.; Bank of Pitts- 
burg, Pittsburgh, Pa.; Howard Savings Institution, Newark, N. J.; Metropolitan 
Savings Bank, Baltimore; steps and approaches to Library of Congress, Wash- 
ington; steps and approaches to New York Library; Hawgood monument and 
Mark Hanna mausoleum, Lake View Cemetery, Cleveland, Ohio; James Lister 
monument, Swan Point Cemetery, Providence, R. I.; Albert Wyckoff mausoleum, 
Woodlawn Cemetery, New York. 


0005 COUNTY. 


KILKENNY. 


The Kilkenny quarry is in Kilkenny Township, about 19 miles N. 28° W. 
from the top of Mount Washington and about 5 miles М. 79° Е, from Lancaster 
station and 940 feet above it, on the southwest side of a ridge. (See Pl. I.) 
The quarry has been idle for a nue- 
power gasoline engine. 

The product is used about equally for buildings and monuments. Specimens: 
Worcester County Institution for Savings, Worcester, Mass.; Bank of Pitts- 
burg, Pittsburgh, Pa.; Howard Savings Institution, Newark, М. J.; Metropolitan 
Savings Bank, Baltimore; steps and approaches to Library of Congress, Wash- 
ington; steps and approaches to New York Library; Hawgood monument and 
Mark Hanna mausoleum, Lake View Cemetery, Cleveland, Ohio; James Lister 
monument, Swan Point Cemetery, Providence, В. І. ; Albert Wyckoff mausoleum, 
Woodlawn Cemetery, New York. 
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KILKENNY. 


The Kilkenny quarry is in Kilkenny Township, about 19 miles N. 28? W. 
from the top of Mount Washington and about 5 miles N. 79? E. from Laneaster 
station and 940 feet above it, оп the southwest side of a ridge. (See Pl. I.) 
Тһе quarry has been idle for a number of years. 

Тһе granite (specimen D, ХХХ, 78, b), is ап augite-biotite granite of dark 
olive-green color, a little lighter than the green granite of Mount Ascutney, 
Vt. and considerably darker than the green granite of Redstone, N. H., and 
Rockport, Mass. (pp. 168, 293). It becomes lighter—that is, more yellowish 
brown—on continued exposure. Тһе polished face is a dark olive-smoke color. 
Its texturé is even-grained medium, with feldspars up to 0.3 inch and black sili- 
cate to 0.1 inch. Its constituents, in descending order of abundance, аге medium 
olive-greenish potash feldspar (orthoclase), intergrown with soda-lime feldspar 
(probably albite) in alternating bands (microperthite), the feldspar sections 
almost all nearly rectangular; black (in thin section green) augite; biotite 
(black mica); greenish hornblende; rare grains of quartz with sheets of 
eavities; very little separate soda-lime feldspar (probably albite). Accessory: 
Magnetite, titanite, apatite. Secondary: Limonite from magnetite and biotite 
following the banding of feldspars. This is conspicuous in long-exposed speci- 
mens. No effervescence with muriatic acid test. 

The olive tint, as in other green granites, is probably due to the combination 
of limonite with the originally bluish color of the feldspar. The stone takes 
a high polish, but some blocks are streaked either from flow structure or 
from veinlets. 

The quarry (the upper and more recent of two openings) is about 50 feet 
square and 10 feet deep. 

Rock structure: The sheets, 1 to 5 feet thick, dip 30° SW. Joints (a), 
strike М, 45° W., vertical, spaced 6 to 30 feet; (b), strike М. 65° E., vertical 
or steep southwest, one only on northwest side, slickensided. Minute veins 
run parallel to joints (b), spaced 6 inches to 3 feet and more, and disfigure that 
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part of the rock. An aplite dike, 2 inches wide, strikes east. Rusty stain 
on sheet surfaces is not over an inch thick. 

The quarry road to the highway at the foot of the ridge is over half a mile 
long. There is a disused lumber-railroad bed from the Boston & Maine Railroad 
at Lancaster, within a mile of the quarry. 

Some steps on the south side of the Lancaster House in Lancaster are made 
of the granite. 

STARK. 


The Dawson quarry is in Stark Township, 3 to 4 miles due east of Groveton 
station, on a north-south ridge about 800 feet above the station. (See РІ. I.) 
Operators, Cushing & Frizzell, Groveton. Quarry abandoned. 

The granite (specimens D, ХХХ, 74, a, e), “Stark,” is a biotite granite oł 
medium pinkish-gray color (a trifle darker than * Concord granite") and of 
even-grained/medium texture, with feldspars under 0.4 inch and micas to 0.2 
inch, exceptionally 0.8 inch. Its constituents, in descending order of abundance, 
are pinkish potash feldspar (orthoclase), obscurely intergrown with plagioclase 
(probably oligoclase-albite) and much kaolinized; medium smoky quartz with 
cavities in sheets, a few in a set at right angles to the others; pinkish soda- 
lime feldspar (oligoclase-albite) ; biotite (black mica), some of it chloritized ; 
and rarely a scale of bleached biotite or muscovite. Accessory: Magnetite, 
allanite, apatite. Secondary: Kaolin, a white mica, limonite, epidote, chlorite. 
No effervescence with muriatic-acid test. 

An estimate of the mineral percentages by the Rosiwal method yields these 
results with a mesh of 0.3 inch and a total linear length of 66.4 inches: Feld- 
spar, 70.14; quartz, 27.15; mica, 2.71. 

This is a constructional granite of dull pinkish color and feeble contrast, 
which, however, may become stronger as the quarry deepens. 

The quarry, opened before 1897, measured in 1909 about 50 by 30 feet and 8 
to 20 feet in depth. 

Rock structure: The sheets, 6 inches to 3 feet thick, are horizontal. One set 
of vertical joints strikes М. 80° W. and is spaced 20 feet. There are traces 
of a north-south set. A few discontinuous ones strike N. 50° E. There are 
fine-grained light-gray and also black segregations, some of the latter with bio- 
tite and quartz inclosed in whitish lenses. 

The quarry is operated only in winter, on account of the economy of sledding 
the stone to Groveton rather than carting it over bad roads. í 

The product is used for trimmings. Specimens: Trimmings of courthouse, 
Berlin, N. H., and of several buildings in Lancaster, and a monument in the 
cemetery at Groveton, N. H. 

The firm also opened another quarry in the same stone about a mile north, 
in Stark. It is pear the Grand.Trunk Railway and thus has better shipping 
facilities. 

GRAFTON COUNTY. 


CANAAN. 


The Mascoma quarry is on the top of a knoll 14 miles north-northeast of 


„Enfield station, in Canaan Township. (See Hanover topographic map, U. S. 


Geol. Survey, also geologic map of Hanover and Lebanon, N. H., by С. H. Hitch- 
cock, Vermont State Geologist Eighth Rept., pl. 46, 1912.) Operator, Norcross 
Bros. Co., Worcester, Mass. Quarry abandoned. 

The granite (specimens D, ХХХ, 77, a, b. с), “Mascoma,” is а biotite 
granite gneiss of light buff-gray color speckled with black, and of even-grained, 
105709—23 13 
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somewhat gneissoid coarse texture, with feldspars up to 0.7 inch and mica 
aggregates to 0.4 inch. Its constituents, in descending order of abundance, are 
very light buff-gray (almost cream-colored) potash feldspar (microcline and 
orthoclase), slightly kaolinized; light smoky quartz, coarsely granulated, with 
cavities in sheets and cracks parallel thereto; milk-white soda-lime feldspar 
(oligoclase), much intergrown with quartz minutely circular in cross-section, 
generally kaolinized and micacized ; biotite (black-mica), some of it chloritized ; 
and very little muscovite or bleached biotite. Accessory: Magnetite, titanite, 
apatite, zircon. Secondary: Kaolin, a white mica, chlorite, calcite, rare limo- 
nite stain, and probably hematite. It effervesces with muriatic-acid test. 

This is a constructional granite, in some respects resembling that of Milford, 
Mass. (p. 342). It takes a fair polish, and the polished face shows some mag- 
netite. The contrasts are chiefly between the black mica and the other min- 
erals. у : 

Тһе quarry, opened in 1907, measured in 1909 about 147 by (0 feet and 
5 to 25 feet in depth. 

Rock structure: The sheets, 6 inches to 8 feet thick and over, are about 
horizontal, forming short lenses. There are three sets of joints: (a), strike 
М. 50% E. dip 70% М. 40% W., spaced 2 to 25 feet, forms a heading at the 
northwest corner; (b), strike N. 80% W., dip S. 109 W., spaced 2 to 25 feet; 
(c), strike N. 65° E., dip 60° М. 25° W., spaced 4 to 8 feet and more. Flow 
Structure strikes north. In the center of the quarry is a flowage band with 
more pinkish feldspars. Тһе rift is reported as horizontal and the grain 
as vertical, with N. 82° W. course. А pegmatite dike (smoky quartz and 
feldspar) up to 5 inches thick strikes northeast. There are lenses or veins 
of smoky quartz up to 4 inches thick. Biotitic knots measure up to 6 inches 
across. There is hardly any rusty stain along the surfaces of lower sheets, and 
on joint faces it is not over 2 inches thick. 

Transportation, by cart 2 miles to Enfield station. 

The product is used mainly for buildings. Specimens: Tercentennial com- 
memorative monument, Jamestown, Va.; lower stories of Slater Building, 
Worcester, Mass.; Plain Dealer Building, Cleveland, Ohio; Carnegie Institute, 
Pittsburgh, Ра.; Royal Bank of Canada, Winnipeg, Manitoba. 


LEBANON, 


The Lebanon quarry is at the east foot of Quarry Hill, on the west side of 
and close to the Hanover-Lebanon road, 14 miles north of Lebanon village, in 
Lebanon Township. (See Hanover topographic map, U. 8. Geol. Survey; also 
geologic map of Hanover and Lebanon, N. H., by С. Н. Hitchcock, Vermont 
State Geologist Highth Rept., pl. 46, 1912.) There are some now disused quar- 
ries of the same granite higher up on Quarry Hill. Owner, Rockport Granite 
Co., Rockport, Mass. Quarry idle. 

The granite (specimens D, XXX, 76, a, b), * Lebanon pink," ің an epidotic 
biotite granite gneiss of light, faintly pinkish and greenish gray color, speckled 
with greenish black, and of gneissoid coarse texture, with feldspars up to 0.7 
inch and mica aggregates to 0.4 inch. Its constituents, in descending order of 
abundanee, are light-pinkish potash feldspar (microcline and orthoclase, some 
minutely intergrown with plagioclase), more or less kaolinized; clear colorless 
quartz, with cavities and few hairlike crystals of rutile, finely granulated; a 
little greenish soda-lime feldspar (oligoclase-albite to albite), much kaolinized 
and epidotized; biotite (black mica), usually associated with epidote and 
some of it chloritized; and a little muscovite (white mica). Accessory: Mag- 
netite, pyrite, titanite. Secondary: Epidote, kaolin, calcite, a white mica, 
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chlorite. Epidote is fifth in order of abundance. Іп places the feldspars аге 
surrounded by crushed feldspars and epidote.  Effervesces with muriatic-acid 
test." 

This is a constructional granite of mixed greenish and pinkish tint and 
gneissoid texture, resembling in some respects the granite of Milford, Mass., 
and also that of the Mascoma quarry. The polish is poor, owing to the pres- 
ence of large mica aggregates. The polished face shows magnetite and pyrite. 

The present quarry was hardly fully opened in 1909. The opening measured 
then 150 by 50 feet and up to 10 feet in depth. 

Rock structure: The sheets, 5 to 10 feet thick, are about horizontal. There 
are four sets of joints—(a), strike М. 48 W., vertical or steep northeast, also 
859 NE. spaced 10 to 20 feet; (b), strike М. 25° Е., фр 70? S. 65° E.; (с), 
strike N. 15° W., dip 55° S. 75° W., spaced 10 feet and more; (d), strike 
N. 80° E., dip 40° N. 10° W., faced with secondary muscovite, spaced 9 feet 
and more, The rift is probably horizontal. Dikes of light-pinkish aplite up 
to 34 inches thick range from the horizontal to a dip of 30° W. Light and 
dark segregations are up to 4 inches across. Rusty stain on sheet surfaces 
is not over 2 inches thick. 

Transportation, by cart 14 miles to rail at Lebanon. 

The product is used for buildings. Specimens of the same granite but largely 
from now disused openings are the following: India Building, Boston; two 
stories (polished) of the New York Mutual Life Insurance Building, on 
Chestnut Street, Philadelphia; two stories of the Borden Building, Hudson 
Street, New York. The stone has also been used to some extent in the chapel, 
hospital and Butterfield Memorial buildings of Dartmouth College, at Han- 
over, N. Н. 

HAVERHILL, 


The Pond Ledge quarries are on the southeast side of the domelike granite 
mass known as Briar Hill, about a mile from Haverhill Center and about 3 
miles east of Black Mount station (North Haverhill), in Haverhill Town- 
ship. (See Pl. I.) Briar Hill lies about N. 60° W. of Black Mountain. 
Operator (1909), Jessman Granite Co., North Haverhill. Quarries abandoned. 

The granite from the southwestern quarry (specimen D, XXX, 75, a), 
“Pond Ledge gray," is a biotite-muscovite granite of light inclining to medium 
gray shade, and of even-grained fine texture, but with sparse porphyritic 
clear feldspars up to 0.4 inch and mica under 0.1 inch.. Its constituents, in 
descending order of abundance, are clear colorless potash feldspar (micro- 
cline and orthoclase) ; clear colorless quartz with cavities and hairlike crystals 
of rutile and granulated; milk-white soda-lime feldspar (oligoclase-albite), 
kaolinized, micacized, and with calcite; biotite (black mica), some of it 
chloritized; muscovite (white mica). Accessory: Magnetite, titanite, apatite, 
zircon, allanite, rutile, Secondary: Kaolin, a white mica, calcite, epidote, 
chlorite, Effervesces with muriatic-acid test. 

The granite from the northeastern quarry (specimens D, ХХХ, 75, b, c), 
* Pond Ledge pink," is a biotite-muscovite granite of light pinkish-gray color 
and even-grained fine texture, but with sparse porphyritie feldspar up to 0.3 
ineh and micas to 0,1 inch, rarely 0.2 inch. Its constituents are identical with 
‘those of the gray (specimen 75, a), but the secondary minerals include some 
hematite, which produces the pinkish tint. 


А full microscopic description of this granite was given by J. P. Iddings in U. 8. 
Geol, Survey Bull, 150, p. 353, 1898. Не regards the epidote as mostly primary. (See 
in this connection Butler, B. S., Pyrogenetic epidote: Am. Jour. Sci, 4th ser., vol. 28, 


pp. 27-32, 1909.) 
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This stone takes a good polish. It is said to lose some of its pinkish tint 
on continued exposure. 

These “quarries” merely utilize the talus of Briar Hill—that is, material 
already quarried by glaciers, frost, еіс. The blocks are attacked at two 
points about 1,000 feet apart. 

Rock structure: The structure above the talus is not clear. The sheets on 
top of the hill are said to be horizontal and to range from 6 inches to 10 
feet in thickness. On the side above the talus some steep joints or sheets 
strike nearly with the face of the cliff and are spaced 20 feet and more. 
There are also gently northwestward-dipping planes, possibly headings. The 
two granites are reported as merging into each other, the rift as dipping 
gently northwest, and the “head grain” as forming an angle of 75° to 80° 
to it. Knots are 2 inches across. Rusty stain is an inch thick on sheets, 
rarely 6 to 8 inches. 

Transportation, by cart 3 miles to rail. 

The product is used for monuments at Bath, Lisbon, Haverhill, and Haver- 
hill Center cemeteries. 


HILLSBOROUGH COUNTY. 


! s MILFORD DISTRICT. 
TOPOGRAPHY, 


The Milford quarries lie within a radius of 4 miles northwest, southwest, 
and south of Milford Village. The region about Milford, as shown on the 
Milford topographic map published by the United States Geological Survey, 
is marked by hills and short ridges, from 440 to 760 feet above sea level, 
trending north or north-northeast. The highest of these hills are Burns 
Hill (720 feet) and Badger Hill (760 feet), southwest of the village, 
and Federal Hill (700 feet), southeast of it. This hilly surface is, however, 
bisected east and west by the valley of Souhegan River, which hereabouts 
flows between the 206 and 240 foot levels. The locations of the quarries are 
shown on the map (fig. 38). None of them are above the 400-foot level, or 
130 feet above the bench mark at Milford Village. 


GEOLOGY OF QUARRIES, 


The most interesting geologic features of the Milford granite quarries are the 
contact phenomena and inclusions. The former have been fully described on 
page 90 and are illustrated in figure 17 and Plate VIII, A. At these places rem- 
nants of the gneisses which once probably overlay the granite mass of the en- 
tire region are preserved. As these gneisses are evidently themselves granitic 
rocks which under powerful compression have undergone chemical and textural 
changes and become schistose, we are led to conclude that the Milford region 
has been the scene of two intrusions of rock material in molten condition, with 
an intervening period of metamorphism. The gneiss now capping the granite 
at the quarries of the Milford Granite Co. (p. 91) represents the earlier granitic 
rock metamorphosed, the presence of which supplied part of the pressure that 
made possible as granite the stone now quarried. Тһе strike of the gneiss folia- 
tion, N. 75° W., furnishes a clue to the direction from which came the compres- 
sion that metamorphosed the earlier granite. It is assumed, of course, that 
these few feet of gneiss are but, the shreds of a mass which originally measured 
hundreds of feet in thickness but which was eroded mainly in preglacial time. 
The pegmatite dikes, which, apparently starting at the contact, run up into the 
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gneiss, were probably formed at the time of the intrusion of the underlying 
granite, This original gneiss of the region is also exposed at the Tonella quar- 
ries. (See рр. 186-187.) At two quarries fragments of coarse biotite gneiss 
occur as inclusions іп the granite. (See pp. 64, 187.) These probably formed 
part of the same overlying gneiss, which, indeed, they closely resemble. This was 
fractured by the vertical and lateral strain accompanying the intrusion, and 
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Біствв 38.—Map of vicinity’ of Milford, N. H., showing location of granite quarries. 
1, New Westerly; 2, Carlton; 3, Bishop; 4, Comolli; 5, Paradise; 6, ТолеПа; 7, Souhe- 
gan; 8, Гоуејоу ; 9, Pease; 10, Kittredge; 11, ТопеПа Old; 12, Hayden; 13, Young; 
14, Milford Granite Co., south opening; 15, Milford Granite Со. north opening. 


fragments fell into the rising semiliquid fused mass. There is also at several 
quarries a marked banding in the granite, with courses of north, М. 15°, 20^, 
50°, 70° E., and N. 75°—80° W., which must have been caused by the granite cur- 
rent (flow structure). 

Flow structure about an inclusion at the Daniels quarry has been described 
on page 64 and the occurrence of pegmatite dikes in groups on page 73. The 
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courses of pegmatite dikes at the quarries are N. 20°, 25°, 30^, 75° E. and N, 
20°, 25°, 50°, 65° W. These must be attributed to a secondary intrusion in 
the granite in openings possibly due to contraction. The pegmatites thus repre- 
sent a third access of heated matter to this portion of the crust. Finally, the 
basie dikes, noted on pages 184, 185, 187, represent a fourth and probably much 
later injection of rock material in molten condition. Тһе effect, direct or in- 
direct, of these dikes in reddening the adjacent granite is very noticeable (see 
pp. 185, 187) and appears to be due to the hematitization of the feldspars either 
by the oxidation of magnetite by water or by the deoxidation of limonite by 
heat. The most abundant set of joints strikes М. 70°-85° W., its complementary 
set striking М. 102-802? E. Others strike north, М, 852-402, 45°-50°, 60° Ð., and 
N. 80°, 50°, 60° W. The rift is reported at all the quarries as either horizontal 
or inclined at a very low angle south or S. 70° W. or west. The grain is re- 
ported as vertical or dipping 70? N. with a course of N. 60°-90° W., in one 
place N. 80? E, Тһе sheets are from 3 inches to 30 feet thick. 


* MILFORD GRANITE," 


The following combines all the more detailed descriptions of specimens and 
thin sections given on pages 188-190. 

The granites of Milford, М. H., are quartz monzonites of light, medium and 
dark-gray shade, in places of a slight bluish, pinkish, or buff tinge, and always 
spangled with black mica. Тһе texture of all except one is even grained and 
very fine to fine, with feldspars and mica in the very fine up to 0.1 inch and 
in the fine to 0.2 inch. Тһе constituents of these monzonites, in descending 
order of abundance, are clear to slightly smoky quartz with cavities (in sheets) 
up to 0.008, 0.017, 0.08 millimeter, and in some quarries with hairlike crystals, 
probably of rutile; clear colorless to milk-white, bluish, greenish, or pinkish 
soda-lime feldspar (oligoclase), somewhat kaolinized and micacized; clear 
colorless to milk-white, bluish, greenish, pinkish, or cream-colored potash feld- 
spar (microcline with or without orthoclase), in places slightly kaolinized and 
micacized; black mica (biotite), some of it chloritized or bleached. Both 
feldspars are intergrown with quartz circular in cross section. Accessory: 
Magnetite, pyrite, apatite, zircon, allanite, and rutile. Secondary: Chlorite, 
two white micas, carbonate, kaolin, limonite, and hematite. 

Estimates of the mineral percentages by the application of the Rosiwal 
method to camera lucida drawings of three thin sections of the very fine Mil- 
ford granite from three widely separated quarries (pp. 186, 188, 190) yield the 
following results: 


Average estimates of mineral percentages in monumental granite of 
Milford, N. H. 


( 


(QUARTE: 3 ii Inno or ламасы en те ey ЕЈ 21.09 
Soda-lime feldspar (oligoclase)...—.. 221 u гии: llo 34. 03 
Potash feldspars (microcline 14.15; orthoclase 15.57) ______ 29. 72 
Blaci Са 2. ысына ея EE. 8.58 
Мастер баке жарымы Аре лала је а а LLL eue ЧГ ‚ 26 
Mirror accessories Auuu beans Бн ан чип ші чай. ырды. .88 

100. 00 


As the percentages of quartz, войа-1їше feldspar, and шіса varied соп- 
siderably in the separate estimates, the averages for these minerals are more 


trustworthy. 
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The average diameter of the particles in these three granites, as determined 
by the same method, is 0.0095 inch, which is about the same as the average 
of three “blue granites” of Westerly, В. L, given on page 407 as 0.0099 inch. 

Messrs. Sullivan, Schaller, and Steiger, chemists, of this Survey, found that 
granite from five Milford quarries contained from 0.11 to 0.26 per cent of CaO 
(lime) soluble in hot dilute acetic acid, or an average of 0.16 per cent, which 
indicates a content of 0.19 to 0.46 per cent, or an average of 0.29 per cent, of 
CaCO; (calcium carbonate). Тһе presence of this carbonate is also shown 
by the microscope and by effervescence with muriatic acid test. 

The finer “ Milford” granites, which are properly monumental granites, 
take a high polish, to which the fineness of the mica contributes. The ham- 
mered face of these quartz monzonites offers a considerable contrast to the 
polished face, owing to their large percentage of soda-lime feldspar. The 
particles are so fine that the only contrast, that between the mica and the 
other particles, is visible only at a short distance. In the coarser “ Milford” 
granites, in which the mica measures 0.2 inch in two of its diameters, this con- 
trast is more marked. The chief characteristics of all these finer granites are 
the uniformity and delicacy of their shade or tint, the variety of tints obtain- 
able at the different quarries, and the adaptability of the stone for fine сагу- 
ing. The coarser “ Milford” granites are entirely constructional. 


QUARRIES, 


The Lovejoy quarry is in Milford, about 2 miles 8. 25° W. of Milford village, 
on the 380-foot level, on the southwest side of an oblong hill 440 feet high. 
(See fig. 88.) Operator, Lovejoy Granite Co., Milford. 

The granite (specimen D, XXVIII, 51, b), “Milford, №. H.," is a quartz 
monzonite of light-gray shade spangled with black miea. Its texture is even 
grained, fine, inclining to medium, with feldspars and mica up to 0.2 inch. It 
consists, in descending order of abundance, of a milk-white potash feldspar 
(mierocline and orthoclase); in almost equal amount a clear to milk-white 
soda-lime feldspar (oligoclase), partly kaolinized and micacized; light smoky 
quartz; biotite (black mica), some of it chloritized. Accessory: Allanite, zir- 
con, apatite. Secondary: Chlorite, two white micas, kaolin, carbonate, and 
hematite. 

George Steiger finds that this granite contains 0.14 per cent of CaO (lime) 
soluble in hot dilute acetic acid, which indicates the content of 0.25 per cent of 
СаСОз (calcium carbonate); the microscope also shows the presence of a 
carbonate. Effervesces slightly with muriatic-acid test. 

The quarry, opened about 1886, measured іп 1906 477 feet М. 35? E. by 150 
feet across and from 5 to 20 feet in depth. 

Rock structure: The sheets, from 3 inches to 10 feet thick, but mostly up to 
5 feet 6 inches, dip 5°-10° E. or SH. There is but one set of joints, vertical, 
strike N. 85° W., recurs at intervals of 40, 100, and 330 feet, and forms a 4 to 
10 foot heading 140 feet from the north end. The rift is reported as horizontal 
but tending to incline with the sheets, the grain as vertical with east to west 
course. In summer the rock splits without reference to rift and grain. A flow 
structure, shown by more micaceous bands alternating with some 2-inch white 
‘bands, strikes М. 40° W. and dips 25° NE. Pegmatite dikes, up to 2 inches thick, 
strike N. 65° W., exceptionally N. 25° E. They consist of half-inch particles 
of clear to milky striated soda-lime feldspar (oligoclase), light smoky quartz,’ 
and black mica with magnetite and pyrite. There are no knots, Rusty stain 
is light and up to 6 and 18 inches thick. but is not present on all sheets. 
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Transportation, as shown on the map (fig. 88), by siding from the Boston & 
Maine Railroad. 

Specimen structures: Pier 4 of Haverhill Bridge, Essex County, Mass.; piers 
4 and 6 of the railroad bridge at the same place; trimmings of Majestic Theater, 
Chicago; and Ferguson mausoleum at Kensico Cemetery, New York. 

The Kittredge quarry is in Milford, about 14 miles S. 15° W. of Milford 
village, on the 360-foot level of the same hill as the Lovejoy quarry but on the 
opposite side. (See fig. 38.) Operator, Edward L. Kittredge, Milford. 

The granite (specimen D, XXVIII, 50, b) is a quartz monzonite of light-gray 
shade, with very slight bluish tinge apparent when the stone is in large masses, 
spangled with black mica. Its texture is even grained, fine, inclining to medium, 
with feldspars up to 0.2 and mica to 0.1 inch. In four thin sections the particles, 
do not exceed 2.96 millimeters, or 0.012 inch, and most of them are not 2.2 mili- 
meters, or 0.08 inch. At very rare intervals porphyritic feldspars occur up to 
13 inches in diameter. Its constituents, in descending order of abundance, are 
very slightly bluish milk-white potash feldspar (microcline intergrown with 
quartz, and orthoclase) ; in almost if not quite equal amount clear colorless to 
milk-white soda-lime feldspar (oligoclase), partly micacized and kaolinized; 
light smoky quartz with sheets of cavities and rift or grain cracks parallel to 
them; and biotite (black mica), some of it chloritized. "Accessory: Magnetite, 
allanite, zircon, and apatite. Secondary: Kaolin, chlorite, white mica, and 
limonite. In the upper sheets the stone is of light cream color owing to limonite 
proceeding from magnetite and allanite particles. 

This is a constructional granite closely resembling that of the Lovejoy quarry, 
on the other side of the hill, but with slightly finer mica scales and a more 
bluish tinge. It effervesces very slightly with muriatic-acid test. 

A very fine monumental granite (specimen D, XXVIII, 50, a), forming a 
band 20 feet wide at the south end of the quarry, is also a quartz monzonite 
of light-gray shade with very slight bluish tinge and spangled with fine black 
mica. Its texture is very fine, with feldspars measuring up to 1.85 millimeters 
and the mica 0.74 millimeter. The constituents are like those of the coarser 
stone, but the potash feldspars appear to predominate. 

The quarry, opened about 1890, measured in 1906 800 feet from north to 
south by 200 feet across and from 5 to 40 feet in depth. The working face is 
on the southwest. 

Rock structure: The sheets are lenticular, from 4 inches to 2 feet 10 inches 
thick, and dip at a low angle north and east. There are three sets of joints— 
(a), strike М, 22° E., vertical, forms a heading 5 to 7 feet wide on each side 
of a basic dike; (b), strike N. 70° W., vertical, spaced 200 feet; (c), strike N. 
45° E., dip 55° М. 45° W., exceptional. Тһе rift is reported as horizontal, and 
the grain as vertical with a N. 80° E. course. A flow structure marked by 
parallel bands of black mica strikes М. 20° E., also М. 50° E., with a dip of 20° 
NNW. and NW. A basic dike, a foot thick, striking N. 22° E. and vertical, 
forms the east wall. This is related to joint system (a). Pegmatite dikes, 1% 
to 8 inches thick, strike N. 20° and 50° W., forming in one place a network 
with meshes 15 feet square. 

Transportation, by siding from Boston & Maine Railroad (fig. 88). Seven- 
eighths of the product consisted of paving, curbing, flagging, and crossings; 
the rest is dimension stone and bases for monuments. 

The Pease quarry is in South Milford, about 14 miles S. 25° W. of Milford 
village, on the 350-foot level, on the same hill as the Lovejoy and Kittredge 
quarries. (See fig. 38.) Operator, Pease Co., Nashua. 

The granite in the east half of the quarry is а quartz monzonite of light-gray 
shade with very slight bluish tinge apparent only in large masses of the 
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stone, and spangled with black mica. Its texture is fine inclining to medium, 
with feldspar and mica up to 0.2 inch. Its constituents are identical with 
those of specimen 50, b, from the Kittredge quarry (p. 184). 

Тһе granite from the west half of the quarry (specimen D, XXVIII, 64, a) 
is a quartz monzonite of light buff-gray color spangled with black mica. Its 
texture is even grained, fine inclining to medium, with feldspar and mica up 
to 0.2 inch. Its constituents, in descending order of abundance, are light 
smoky quartz with cavities in sheets, many parallel; clear colorless to milk- 
white soda-lime feldspar (oligoclase) ; light buff-gray potash feldspar (micro- 
cline) ; both feldspars somewhat kaolinized and micacized; and biotite (black 
mica), some of it chloritized. Accessory: Magnetite, apatite, and zircon. Sec- 
ondary: Kaolin, white micas, chlorite, and carbonate. It effervesces slightly 
with muriatic-acid test. 

This is a constructional granite of warm tint with conspicuous small black 
micas. 

The quarry» opened in 1886, measured in 1906 about 600 feet east-west by 
400 and 300 feet from north to south, and from 35 to 60 feet in depth. 

Rock structure: The sheets are lenticular, from 2 to 22 feet thick, and have 
a slight northerly dip. There are two sets of joints—(a) strike N. 15° E., 
vertical, spaced 50 to 200 feet, forms headings on west wall and 200 feet east 
of it next to the dikes; (b) strike N. 80° W., dip 75° S., spaced 5 to 50 feet, 
oceurs on north and south walls. The rift is reported as horizontal, and the 
grain as vertical with N. 65° W. course. А flow structure, shown by biotitic 
bands, alternating with more feldspathic and quartzose ones, strikes N. 70°-75° 
W. and dips 25° S. This is conspicuous on the south side, but at the southwest 
corner, where the granite is overlain by a gneiss, as shown in fig. 17 (p. 191), 
the flow structure has а М. 709-752 E. course and dips 20?-25? 8. The strike 
of the gneiss is N. 75° W. and the dip 20? S. This gneiss consists of light-gray 
to milk-white soda-lime feldspar (oligoclase), smoky quartz, biotite, with mag- 
netite, apatite, and zircon. It is thus a mica diorite gneiss. "Гһеге are two 
basic dikes striking N. 15° E. and vertical; one, 4 feet thick, makes the west 
wall; the other, 12 to 18 inches thick, forms a jog 200 feet east of it. Within 
50 feet of the thicker dike the granite passes from a light buff gray to a medium 
pinkish-gray, * Milford pink," owing to the darkening of the feldspars and to 
hematitic stain. These dikes are also the probable cause of the difference be- 
tween the color of the granite in the western and eastern halves of the quarry, 
the amount of hematitic stain increasing with the nearness of the dikes. (See 
рр. 184-185.) А 4-inch pegmatite dike strikes М. 65° W. and consists of quartz, 
white feldspar, and biotite, the particles being up to 2 inches in diameter. 
Rusty stain up to 2 inches thick occurs on some sheets only. 

Transportation, by siding from Boston & Maine Railroad. 

The product is used for bridges and buildings and the waste for paving. 
Specimen building of “ pink stock”; Thayer Memorial Library, Franklin, Mass. ; 
railroad bridge, Neponset, Mass.; and Piers 12, 25, 26, and 32 on the Prison 
Point Street Bridge (Boston & Maine Railroad), East Cambridge, Mass.; and 
east side coping of Atlantie Avenue Bridge, Boston. 

"The Tonella old quarry is in Milford, 12 miles south of Milford village. 
(See fig. 38.) Quarry no longer operated.) 

Тһе granite (specimens D, XXVIII, 54, a, b) is a quartz monzonite of light- 
gray shade (without either bluish or greenish tinge), with very minute black 
spangles. Its texture is fine, even grained, with feldspars up to 0.15 inch, 
and black mica in slender scales but exceptionally over 0.1 inch. Its con- 
stituents, in descending order of abundance, are very light smoky quartz with 
hairlike crystals, probably of rutile, and cavities in sheets; clear colorless to 
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milk-white soda-lime feldspar (oligoclase) slightly kaolinized and micacized; 
very light gray potash feldspar (microcline and orthoclase), mostly intergrown 
with quartz, circular in cross section, and some of it very slightly kaolinized; 
and biotite (black mica), some of it chloritized. Accessory: Magnetite, zircon, 
allanite, apatite, and rutile. No pyrite detected. Secondary: Kaolin, chlorite, 
and two white micas. 

An estimate of the mineral percentages, made by applying the Rosiwal 
method to a camera lucida drawing of a thin section enlarged 40 diameters, 
yields the following results with a mesh of 1.7 inches and a total linear length 
of 42 inches: Quartz, 36.76; soda-lime feldspar (oligoclase), 29.16; potash 
feldspars (microcline 14.00, orthoclase 18.58), 27.58; black mica, 6.50. The 
average diameter of the particles obtined by the same method is 0.011 inch. 

This is a fine-grained monumental granite, in shade a trifle lighter than the 
granite of Hallowell, Maine, but not as light as that of North Jay, Maine. It 
takes a high polish. The only contrast, visible but a few feet off, is between 
the black mica and the combined quartz and feldspars. The polished face 
shows many minute particles of magnetite. 

The quarry, opened in 1900, measured іп 1906 about 800 feet north and south 
by 100 feet across and is now 75 feet deep. 

Rock structure: The sheets, 2 to 14 feet thick, are lenticular, horizontal, and 
regular. There are two sets of joints—(a), strike N. 85° W., vertical or steep 
south, spaced 20 to 50 feet, forms a heading 3 feet wide, 125 feet from the 
south end; (b), strike N. 35-40? E., vertical, intermittent and confined to 
upper sheets, forms a heading on the east wall, and recurs 30 feet from west 
wall. From the large blocks of gneiss attached to granite lying on the dumps 
and from the occurrence of this gneiss in a much weathered condition in or under 
the drift on the edge of the quarry it is evident that the rock surface originally 
included a mass of gneiss which either capped the granite or formed a large 
inclusion in its upper part. This gneiss is coarse, biotitic, with lenses of pink- 
ish potash feldspar (microcline) bordered with clear to milk-white soda-lime 
feldspar (oligoclase). Its quartz is smoky. -Accessory: Pyrite, magnetite, 
allanite, and zircon. The rift is reported as horizontal and the grain as vertical, 
with N. 85° W. course. There are no dikes, veins, or knots. Rusty stain 
occurs only along the headings, where it is 6 inches thick. This quarry is re- 
markably free from the common structural difficulties, 

Transportation, by cart, half a mile to railroad for rough stock, but 2 miles to 
cutting shed for blocks to be finished. 

The product was used principally for monuments, and the waste for paving. 
The firm made a specialty of fine carved work. Specimens: the Morgenthaler 
monument, Greenwood Cemetery, Hamilton, Ohio. This is а 5-ton block, 6 
feet high, with a delicately carved branching ivy vine entwined about a cross, 
all in high relief on a roughly chipped face. The carving, having been done 
with hand instead of pneumatic tools, is sharp. | 

Тһе ТопеПа King quarry is 2i miles S. 259 W. of Milford village. (See 
fig. 88.) Operators, ТопеПа & Sons, Milford. 

Тһе granite (specimen D, XXVIII, 55, a) is a quartz monzonite of medium 
buff-gray color spangled with fine black miea. Its texture is generally even- 
grained and fine, with feldspar up to 0.2 inch and mica to 0.1 inch, but wilth 
rare porphyritie light-pinkish feldspars an inch in diameter. Its constituents, 
in descending order of abundance, are light amethystine to pale smoky quartz ; 
clear colorless to milk-white soda-lime feldspar (oligoclase), partly kaolinized 
and micacized; light-buff to cream-colored potash feldspar (microcline, 
much intergrown with quartz, circular in cross section); and black mica, 
some of it chloritized. Accessory: Magnetite, allanite, apatite, and zircon. 
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Secondary: Kaolin, a white mica, chlorite, hematite from magnetite, and 
limonite from allanite. 

In general color this rock resembles specimen 64, a, of the Pease quarry 
(p. 184), but its mica scales are finer. 

A finer granite (specimen D, XXVIII, 55, c) from the upper part of the 
quarry is also a quartz monzonite of medium buff-gray color, spangled with 
extremely fine mica. Its texture is even grained, very fine, with feldspars 
up to 0.1 inch and mica rarely over 0.05 inch. Its constituents are the same 
as those of the other. 

А pinkish granite (specimen D, XXVIII, 55, d) 8\feet thick, on the south, 
side of the dike described beyond, is of pinkish medium-gray color, like that 
adjoining the dike in the Pease quarry (p.185). It is the same granite as 55, а, 
described above, but its oligoclase contains hematite, and its potash feldspars 
are also pinkish, owing to the dike. 

Тһе quarry, opened in 1905, measured, іп 1906, 100 feet north and south by 
80 feet across, and is now 75 feet deep. 

Roek structure: The sheets, 18 inches to 6 feet thick, are lenticular and 
horizontal or dip as high as 20° E. Only one set of joints, strike N. 80% W., 
dip 35? W., spaced 5 to 20 feet. The granite is capped on the east and west 
sides by about 5 feet of coarse biotite gneiss, but on the west this is overlapped 
by 2 to 3 feet of granite, and so the gneiss may be merely a large inclusion. 
This gneiss (specimen D, XXVIII, 55, b) consists of pinkish potash feldspar 
(microcline) and milk-white soda-lime feldspar, both intergrown with quartz; 
smoky quartz with cavities in sheets; and biotite. The foliation of the gneiss 
strikes about N. 45° W. The rift is reported as horizontal, and the grain as 
vertical, with N. 80° W. course. A flow structure shown by more biotitic 
streaks and planes strikes north and dips 20° W. The band of fine-grained 
granite, 2 feet thick at the top (specimen 55, с), lies in the flow direction. On 
the south side a vertical dike of augite camptonite 2 feet 6 inches thick strikes N. 
10° E. This consists of soda-lime feldspar (andesine), augite, brown hornblende, 
magnetite in octahedra and skeleton crystals, apatite in slender prisms all 
through the feldspar, and pyrite, together with secondary chlorite and carbonate 
from alteration of augite. Specimens of product: Hudson Monument, Lake- 
wood Cemetery, Minneapolis, Minn., and Gareiss Monument, Chicago. 

The Souhegan quarry is 24 miles 8. 12° Е. from Milford village and three- 
fifths of a mile southwest of Federal Hill. (See fig. 88.) Operator, Smalley- 
Souhegan Granite Co., Milford. 

The granite (specimens D, XXVIII, 58, a, b, с) is a quartz monzonite of 
dark-gray shade with very slight pinkish tinge and very fine scales of black 
mica. Its texture is even grained and fine, with feldspar and mica not over 
0.1 inch. Its constituents, in descending order of abundance, are light smoky 
quartz with few cavities, some in sheets; milk-white soda-lime feldspar 
(oligoclase), slightly kaolinized and micacized; colorless to dull greenish- 
gray potash feldspar (microcline), intergrown with quartz, circular in cross 
section; and biotite (black mica), some of it chloritized. Accessory: Mag- 
netite, pyrite, apatite, allanite, and zircon. Secondary: Kaolin, a white mica, 
chlorite, carbonate, and some irregularly disseminated hematite stain which 
gives the pinkish hue. 

George Steiger, of this Survey, finds that this granite contains 0.26 per cent 
of CaO (lime) soluble in hot dilute acetic acid, which indicates a content of 
0.46 рег cent of CaCO; (calcium carbonate); the presence of this carbonate 
is also shown by the microscope and by muriatic-acid test. 

The stone takes a high polish and offers a notable contrast of shade be- 
tween its hammered and polished faces. The polished surface shows rare 
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particles of pyrite along with the usual abundance of magnetite particles. 
The only contrast between its minerals, that between the black mica and the 
general color of quartz and feldspar, is visible but a few feet off. 

The quarry, opened in 1896, measured in 1906, 150 by 50 feet and 10 to 25 
feet in depth. 

Rock structure: The sheets, generally normal and from 6 inches to 5 feet 
thick, dip low west and south, but are intersected by sharply curved planes, 
"toe nails." There are two sets of joints—(a), strike N. 80° W., vertical, 
occurs only in the southern part; (b), strike N. 22° E., vertical, forms headings 


(оп the east and west walls and recurs discontinuously at intervals of 10 feet. 


There is a rhomb-shaped inclusion at the south end, about 3 feet 6 inches 
across, of very coarse biotite gneiss, consisting of milk-white soda-lime feldspar 
(oligoclase-andesine), smoky quartz, and biotite, with a little copper pyrite. 
There is some banding in the granite parallel to the surface of the inclusion. 
(See p. 64.) The rift is reported as in places horizontal but generally dip- 
ping south at a very low angle, and the grain as vertical with N. 70° W. course. 
A pegmatite dike, up to 2 inches thick, with a little magnetite, strikes М. 30? Е 
Rusty stain on the sheet surfaces is up to 6 inches thick. 

Transportation, by cart 8 miles to cutting shed on siding of Boston & 
Maine Railroad. 

The product is used for monuments. . 

Тһе New Westerly quarry is 24 miles northwest of Milford village. (See 
fig. 38.) Operator, New Westerly Granite Co., Milford. 

Тһе granite (specimens D, XXVIII, 60, a, b), "New Westerly blue," is а 
quartz monzonite of medium slightly bluish-gray color, spangled with fine black 
mica, Its texture is even-grained, fine, inclining to medium, with feldspar and 
mica up to 0.2 inch and a marked parallelism in the mica seales. Its con- 
stituents, in descending order of abundance, are light smoky quartz with cavi- 
ties up to 0.008 millimeter in sheets; slightly greenish-blue soda-lime feldspar 
(oligoclase), parily kaolinized and micacized; slightly pinkish-gray potash 
feldspar (microcline, some twinned) ; biotite, (black mica), some of it chlori- 
tized. Both feldspars are intergrown with quartz. Accessory: Magnetite, 
pyrite, allanite, apatite, and zircon. Secondary: Kaolin, two whi:e micas, 
chlorite, hematite, and carbonate. à 

Ап estimate of the mineral percentages, obtained by applying the Rosiwal 
method to a camera lucida drawing of part of a thin section, enlarged 40 
diameters, yields the following results with a mesh of 1.5 inches and a total 
linear length of 34.5 inches: Quartz, 17.10; soda-lime feldspar (oligoclase), 
45.22; potash feldspars (microcline 15.59; orthoclase 15.71), 31.30; black mica 
(biotite), 5.74; magnetite, 0.64. Тһе average diameter of all the particles, 
obtained by the same method is 0.009 inch. 

George Steiger, chemist, of this Survey, finds that this granite contains 0.12 
per cent of СаО (lime) soluble in hot dilute асейе acid, which indicates a con- 
tent of 0.21 per cent of СаСО: (calcium carbonate); the presence of this car- 
bonate is shown by the microscope and by muriatie acid test. 

'The stone takes a high polish, which brings out the greenish and reddish 
tints and darkens the general éolor so that it becomes а medium greenish gray. 
Тһе polished face shows a few grains of magnetite and rare ones of pyrite. 

'The quarry, opened in 1876, measured in 1906 about 150 feet from east to west 
by 100 feet across and from 15 to 65 feet in depth. 

Rock structure: The sheets, 6 inches to 80 feet thick, increasing in thickness 
downward, dip south at а low angle. There are two sets of joints—(a), strike 
М. 10? E., dip 60? E. and 90°, spaced 8 to 50 feet, forms a heading on east side; 
(b), strike М. 752-809 W., vertical, spaced 30 to 40 feet, forms a heading on 
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the south side. Тһе rift is reported as horizontal, and the grain as vertical 
with a N. 80? W. course, but it is so feeble that the stone can be split almost 
as well across it. 4 

Transportation, by cart about 2% miles to cutting shed and railroad at 
Milford. 

Тһе product is used for monuments. 

Тһе Milford Granite Co.'s quarries are a mile southeast of Milford village 
and 130 feet above it, on the east side of a hill. (See fig. 38.) Тһе quarries 
are abandoned. 

Тһе granite generally is like that of the Young quarry, described on page 190. 

The quarries comprise two openings, along а 4N. 20° E. line. The southern 
opening is about 120. Теећ N. 20° E. by 60 feet across and is 40 feet deep. Тһе 
northern opening, separated from the other by an interval of 150 feet, is about 
900 feet N. 20? E. by 50 to 75 feet across and from 10 to 30 feet deep. 

Roek strueture: Тһе sheets, 1 to 5 feet thick, are lenticular and horizontal. 
Joints, strike М. 10°-80° E., vertical, spaced 1 to 5 feet, form headings on the 
east and west walls of both quarries and in center of southern one. Some of the 
joints of these headings are “ sand seams," or veins up to half an inch thick of 
a central band of quartz crystals with borders of muscovite. (See p. 74.) 
The granite of the west wall of both quarries is overlain by a mass of many- 
eolored banded gneiss, 12 to 16 feet thick, with a foliation striking about N. 
75° W. and dipping 75° S. with injections of pegmatite starting at the contact 
and tapering out within the gneiss. (See Pl. VIII, A, and p. 91.) There is 
much variety in the composition and texture of the gneiss. The quartz of the 
finer augite diorite gneiss has cavities, up to 0.047 millimeter, in sheets inter- 
secting at right angles. The granite on either side of the muscovite veins in 
the heading is much reddened for half an inch; the biotite is mostly chloritized, 
the oligoclase is much kaolinized and micacized, and much limonite and hema- 
tite stain proceeds from particles of magnetite and pyrite. 

The Carlton quarry is 2 miles northwest of Milford village. (See fig. 38.) 
Operator, C. V. Carlton, Milford. Idle since 1913. 

The granite (specimen D, XXVIII, 61, a) appears to be also a quartz mon- 
zonite, but probably with more of the potash feldspar. Its color is medium 
pinkish gray, spangled with black. Its texture is porphyritic; the groundmass 
is fine, with feldspar and mica up to 0.1 inch and the isolated feldspars up to 
0.4 and exceptionally 1 inch. Its constituents, in descending order of abun- 
dance, are light smoky quartz with hairlike crystals, probably of rutile, and 
cavities in sheets, with rift cracks parallel to them; light pinkish-gray potash 
feldspar (microcline), intergrown with quartz, circular in cross section, in- 
closing particles of soda-lime feldspar, and somewhat kaolinized and micacized, 
making up part of the groundmass and also the porphyritic crystals; in almost 
equal amount a milk-white soda-lime feldspar (oligoclase), somewhat kao- 
linized, micacized, and intergrown with quartz; and biotite (black mica), some 
of it chloritized. Accessory: Magnetite, apatite, allanite, and rutile. Sec- 
ondary: Kaolin, two white micas, chlorite, and hematite. 

At the north corner of the quarry there is a band of quartz monzonite of 
medium slightly bluish-gray color, with fine black mica, like the stone of the 
New Westerly quarry described on page 188, 

The chief product of this quarry differs from all the other granites of Mil- 
ford, N. H., by its marked porphyritic texture. It is a constructional granite. 

The quarry, opened in 1881, was in 1906 about 110 by 100 feet and averaged 
30 feet in depth. 

Rock structure: The sheets, 1 to 16 feet thick, dip west at a low angle. There 
are two sets of joints—(a), strike N. 50° W., about vertical, spaced 20 to 60 
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feet, forms a heading on the west side and the east wall; (b), diagonal, strike 
north, dip 75° E., one joint only. The rift is reported as slightly inclined to the 
west, and the grain as dipping 70° N. Flow structure, shown by streaks of black 
mica, also by the band of fine granite, strikes М. 70^ E. and dips 40-50? М. 20? W. 
Rusty stain is up to 8 inches thick, 

Transportation, by cart, 2 miles to Milford. 

The product is used mostly for street work in Boston and Cambridge. 

Тһе Young quarry is 13 miles southeast of Milford village and three-fourths 
mile southwest of East Milford, ог Laurel post office. (See fig. 38.) Operators, 
Young's Sons & Co., Milford. 

The granite (specimens D, XXVIII, 52, aa, c), “ dark-blue New Westerly,” 
is a quartz monzonite of general dark-gray shade (neither bluish, greenish, 
nor pinkish but smoky), with very fine black spangles. Its texture is even-grained 
and fine, with feldspar up to 0.1, rarely 0.15 inch, and шіса to 0.1 inch. Its 
constituents, in descending order of abundance, are very light smoky quartz, 
with eavities; slightly greenish-gray soda-lime feldspar (oligoclase), somewhat 
kaolinized and micacized; clear, colorless to grayish potash feldspar (micro- 
cline and orthoclase), very slightly kaolinized; and black mica, some of it 
chloritized. Accessory: Magnetite, pyrite, apatite, allanite, and zircon. Sec- 
ondary: White mica, kaolin, chlorite, carbonate, and a little hematite and 
limonite stain, the latter about the allanite. 

An estimate of the mineral percentages obtained by applying the Rosiwal 
method to a camera lucida drawing of part of a thin section enlarged 40 diam- 
eters yields these results with a mesh of 2 inches and a total linear length of 
84 inches: 


Estimated mineral percentages in granite from the Young quarry, Milford, N. H. 


ОРЫШ эрш өп COE ATUL AAPA орви 27. 40 
Soda-lime feldspar (oligoclase)------------_-____________ 27. 70 
Potash feldspars (microcline 12.87, orthoclase 17.41)_______ 29. 28 
Black! mica (Бове у СЕ амен зы. ЖОАО Ee 18.51 
на ои P0: ова BOYS Талал ма Уне а ПОИЩИ 8 .11 
A Wanita. 535. CHR пинин] әлі TO. SON (QAM ari xoa 1. 00 


(Accessory, 1.11.) 568 
100. 00 

The percentages of magnetite and allanite аге not perfectiy reliable, for a 
slight shifting of the mesh would have changed the figures for one or both, 
but as representing together the accessories they are not far from the truth. 
The average diameter of all the particles, by the same method, is 0.0084 inch. 

W. T. Schaller, a chemist of this Survey, finds that this granite contains 0.18 
per cent of CaO (lime) soluble in hot dilute acetic acid, which indicates a con- 
tent of 0.82 per cent of CaCO; (calcium carbonate); the presence of this 
carbonate is also shown by the microscope and by muriatic-acid test. 

A crushing test, made for the firm by Prof. Ricketts, of the Rensselaer Poly- 
technic Institute, at Troy, N. Y., is reported as showing an ultimate crush- 
ing stréngth of 24,950 pounds to the square inch. 

The stone takes a fine polish. The polished face shows some magnetite 
and a little pyrite. There is much contrast of shade between the hammered 
and the rough or polished face, the hammered face being light, slightly bluish 
gray. Тһе contrast between the minerals, not visible at a distance, is be- 
tween the black mica and the general color of the others. 
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Тһе quarry, opened in 1886, a plan of which is shown in figure 39, had 
in 1906 a length of 370 feet, a width of 75 to 100 feet, and an average depth 
of 50 feet. Only the northwest bend was being worked in 1906. 

Rock structure: Тһе sheets, 2 to 10 feet thick, are lenticular and generally 
horizontal. Joint courses are given in figure 39. (А), vertical, forms а 
heading at the west end, and recurs 70 feet east only; (B), dip 40° N., spaced 
5 to 10 feet, and occurs only at the northwest corner. The rift is reported 
as horizontal, but with a slight inclination. There is no perceptible grain. 
Flow structure, shown by biotitic streaks, strikes N. 15° E. and dips 45° W. 
The marked feature of this quarry is the recurrence, at intervals of 20 feet, 
of dikes of pegmatite and aplite, already described on page 73. These dikes 
are from 0.25 to З inches thick, occur in sets of three to eight, with а М. 25° 
W. course and a vertical dip. А few strike N. 25? E. and dip 40° ESE. Тһеу 
consist of cream-colored oligo- 
clase, smoky quartz, cream-colored 
or pink microcline, and biotite, 
with magnetite, allanite, and zir- 
con. The biotite crystals measure 
up to 2 inches in length, Rusty 
stain is up to 8 inches wide on 
sheet surfaces. Joints А аге 
coated with pyrite, which has 
mostly passed into limonite, 

Transportation, by cart three- 
fourths mile to cutting shed, on 
the Boston & Maine Railroad, 
with siding to quarry. 

The product is used for monu- 
ments, the stained and veined Ficurn 39.—Structure and plan of Young 
parts and small sheets for рау- quarry, Milford, N. H. 
ing. Specimens: Mrs. В. J. 

Stark monument, Oakwood Cemetery, Troy, N. Y.; Mrs. J, Craig monument, 
Rural Cemetery, Albany, N. Y. 


BROOKLINE. 


The O’Rourke quarry is at the east end of Brookline village, in Brookline 
Township. (See topographic map of Groton quadrangle, U. S. Geol. Survey.) 
Operator, O’Rourke & Magner Quarrying Co., Brookline, N. H., also 73 North 
Street, Salem, Mass. Quarry abandoned. 

The granite (specimen D, XXX, 87 a), “ Brookline,” is a quartz monzonite 
of medium buff-gray color and of even-grained fine texture, with feldspars 
and micas under 0.2 inch. Its constituents, in descending order of abundance, 
are light smoky quartz with cavities; cream-colored soda-lime feldspar 
(oligoclase), kaolinized and micacized; clear to translucent whitish potash 
feldspar (microcline and orthoclase), intergrown with quartz, circular in 
cross section; biotite (black mica), some of it ehloritized ; and a little muscovite 
or bleached biotite. Accessory: Magnetite, apatite, zircon. Secondary: 
Kaolin, a white mica, calcite, chlorite. No effervescence with muriatic-acid 
test. ( 

This is а fine-grained monumental granite closely related to that of Milford, 
in the same county. It cuts light. р 

Тһе quarry, opened in 1909, is on а bare ledge measuring 200 feet in а М, 20? 
E. direetion by 100 feet across. 
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Rock structure: Тһе sheets, 1 to 8 feet thick, dip mostly east at low angles. 
There are two sets of joints—(a), strike М. 20° E., vertical, spaced 6 to 
12 feet, forms a small heading on the west side; (b), strike N. 80? W., 
vertical, spaced 25 feet and more. Тһе rift is reported as horizontal, and 
the grain as vertical Inclusions of gneiss up to 6 by 3 feet occur. (See 
р. 63.) Rusty stain is 2 inches thick on surface sheets, but very little on the 
lower ones. 

Transportation, by cart three-fourths of a mile to the railroad. 

The product is used for monuments and trimmings. Specimens: 
Cottan and Philip Sheridan monuments, St. Mary's Cemetery, Salem, Mass. 
The quarry was not operated in 1916. 

The Fessenden quarry is one-eighth of a mile west of South Brookline 
station, in Brookline Township. (See Groton topographie map, U. S. Geol. 
Survey.) Operator, John R. Richards, Brookline. 

The granite (specimens D, XXX, 88, a, b), “Brookline,” is a quartz 
monzonite of medium, faintly pinkish-gray color and of even-grained fine 
texture, with feldspars up to 0.15 inch and micas to 0.1 inch. Its constituents, 
in descending order of abundance, are very light smoky quartz with cavities 
and hairlike crystals of rutile; milk-white soda-lime feldspar (oligoclase), 
kaolinized and micacized; slightly pinkish potash feldspar (microcline and 
presumably orthoclase); biotite (black mica), some of it chloritized; and 
a little muscovite or bleached biotite. Accessory: Magnetite, apatite, zircon, 
allanite. Secondary: Kaolin, white micas (one іп veinlets), hematite and 
limonite stain, chlorite, calcite. Very slight effervescence with muriatic-acid 
test. 

An estimate of the mineral percentages, made by applying the Rosiwal method 
о a camera lucida drawing of a thin section enlarged 40 diameters, yields these 
results with a mesh of 2 inches and a total linear length of 48 inches: 


Simon 


Estimated mineral percentages in “ Brookline” quartz monzonite from Fessen- 
den quarry. 


Soda-lime feldspar (oligoclase)----------------- 38. 79 | 61. 71 
Potash feldspar (microcline and orthoclase). 22. 92 с 
Ве са 82. 20 
аек пева (Шо е) == 5.08 ы 
White mica (muscovite) or bleached biotite. 5 fa 5,24 
MARATA «cc Rn меен "е сМ е ee СЫ . 85 
100. 00 


Тһе average diameter of the particles calculated from the same measure- 
ments proves to be 0.0097 inch. 

This is a fine-grained monumental granite, related to that of Milford, in the 
same county. Its color is warmer than that of the rock from the O'Rourke 
quarry, but the granites are the same. It takes a high polish and like other 
quartz monzonites cuts light. 

'The quarry, opened in 1909, was about 80 by 50 feet and up to 8 feet deep. 

Rock structure: The sheets, 2 to 3 feet thick, range from the horizontal to a 
gentle easterly dip. There are two sets of joints—(a) strike N. 30° E., vertical, 
one only іп center; (b), strike N. 75° W., vertical or steep, spaced 10 to 20 feet. 
The rift is reported as horizontal, and the grain as vertical, with N. 20? E. 
course. There are inclusions of coarse gneiss and granite up to 21 inches in 


diameter. (See p.63.) Rusty stain on top sheets is not over 2 inches thick. 
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Transportation, by сагё one-eighth mile to railroad. 
Тһе product is used for monuments and has been shipped to Pepperell and 
Claremont, N. H.; Quincy, Mass.; Ohio; and Pennsylvania. 


NASHUA, 


The Stevens quarry is near West Hollis Street, in Nashua, 2} miles west- 
southwest of the confluence of Nashua and Merrimac rivers. (See Manchester 
topographic map, U. S. Geol. Survey.) Operator, Nashua Granite Co., 254 Main 
Street, Nashua. Idle in 1921. 

The granite (specimen D, XXX, 86, a) is a muscovite- biotite granite gneiss 
of light-gray shade and of gneissose medium texture, with feldspar under 0.4 
ineh (rarely 0.7 inch) and micas under 0.2 inch. Тһе rift is at right angles to 
the foliation. Its constituents, in descending order of abundance, are milky 
potash feldspar (microcline, some of it kaolinized, and orthoclase) ; light smoky 
quartz, with hairlike crystals of rutile and granulated (particles 0.05 to 0.25 
millimeter across) ; milk-white soda-lime feldspar (albite to oligoclase-albite), 
much kaolinized and somewhat micacized; muscovite (white mica) in plates 
and stringers, which with the granulated quartz surrounds the larger feldspars; 
biotite (black mica), a little of it chloritized. Accessory: Garnet, apatite, 
rutile, Secondary: Kaolin, white micas, chlorite. No effervescence with 
muriatic-acid test. 

The quarry, opened about 1840, measured in 1909 about 175 feet in a north- 
easterly direction by 125 feet across and from 10 to 20 feet in depth. 

Rock structure: The sheets, 6 inches to 6 feet thick, dip 10? SE. There аге 
two sets of joints—(a) strike northeast, vertical, spaced 5 to 20 feet, forms a 
heading on the northwest wall, one 15 feet from the southeast wall, and a dis- 
continuous one on the northeast wall; (b) strike N. 60° W., pas less 
abundant, and at irregular intervals. The foliation strikes М. 67° E., dips 90°, 
and has micaceous faces. Тһе rift is horizontal, the grain is ү ч to the 
foliation, and the hard way is vertical with northwest strike. А pegmatite 
dike up to а foot thick, on the northeast side, strikes northeast. А pegmatite 
lens, 30 by 3 to 4 feet, has the same strike. 

Transportation, by siding from Boston & Maine Railroad. 

The product is used for trimmings and curbing, for which its foliation and 
marked rift well adapt it. 


MERRIMACK COUNTY. 


ALLENSTOWN. 


The Bailey quarry is in Allenstown, 2 miles about north-northeast of Sun- 
cook station. Operator, Charles A. Bailey, Suncook, 

The granite (specimens D, ХХХ, 81, a, b), *Allenstown," is а muscovite- 
biotite granite of light-gray shade and of even-grained medium texture, with 
feldspars up to 0.8 inch and mica to 0.2 inch, rarely 0.3 inch. Іп plaees, owing 
to flow structure, it is more micaceous than in others. Its constituents, in 
descending order of abundance, are clear colorless potash feldspar (microcline 
and orthoclase (7); very light smoky quartz with hairlike crystals of rutile 
and cavities in sheets; milk-white soda-lime feldspar (oligoclase-albite), kaolin- 
ized and micacized ; muscovite (white mica) ; biotite (black mica). Accessory : 
Apatite, rutile. Secondary: Kaolin, a white mica, calcite. It effervesces 
slightly with muriatic-acid test. 

105109—23 14 


194 COMMERCIAL GRANITES OF NEW ENGLAND. 


Тһе quarry, opened about 1874, is on the northwest side of a low granite dome 
and measures about 500 feet in а northeasterly direction by 250 feet across and 
from 20 to 60 feet in depth. 

Rock strueture: Тһе sheets, 6 inches to 6 feet thick, dip gently northeast 
and northwest. There are two.sets of joints—(a), strike N. 60° E., vertical, 
rare; (b), strike N. 60? W., vertical, forms a heading 40 feet wide within 200 
feet of the northeast end of the quarry. Тһе rift is reported as horizontal, and 
the grain as vertical, with N. 60° E. course. А hornblende diabase dike 3 to 4 
feet wide crosses the quarry lengthwise within 75 feet of the working face, with 
а N. 60° E. strike and vertical or steep dip. The granite is darker for 14 feet 
on one side of the dike and 2 feet on the other, (See p. 58.) Three pegmatite 
dikes, 14 inches to 5 feet thick, strike about N. 60? W. and dip 45? N. 30? E. 
to 90°. Some of the granite near the heading of set (b) is porphyritic and has 
large micas. А flow structure appears also in places. Biotitic knots measure 


to 5 inches. 
Transportation, by siding a mile to Suncook Valley branch of the Boston & 


Maine Railroad. 

The product is used partly for trimmings but mainly for curbing, paving, 
foundations, and crushed stone for concrete. Specimens: Weston Observatory, 
foundation and trimmings of Coolidge mill and New Manchester mill of Amos- 
keag Manufacturing Co., Manchester. 


HOOKSETT. 


The Shirley quarry is hear Merrimack River in Hooksett, 6 miles north of 
Amoskeag, Manchester. Operator, George H. Shirley, 255 Front Street, Man- 
chester. \ 

The granite (specimen D, ХХХ, 80, а) is а muscovite-biotite granite of very 
light gray shade and medium texture, with feldspars and micas up to 0.8 
inch, the white mica in rhombic crystals.. Its constituents, in descending order 
of abundance, are milky potash feldspar (microcline), slightly kaolinized ; clear 
colorless quartz with cavities ; milk-white soda-lime feldspar (oligoclase-albite), 
much kaolinized and somewhat micacized; muscovite (white mica), mostly in 
rhombic crystals; biotite (black mica). Accessory: Magnetite, apatite. Sec- 
ondary: Kaolin, a white mica, calcite. The stone effervesces with muriatic- 
acid test. 

The quarry, opened in 1891, was not visited by the writer. 

The stone is brought down Merrimack River 6 miles іп a steam tug to the 
cutting yard at Amoskeag and carted to its destination. 

The product is used for curbing, steps, trimmings, and underpinning. Speci- 
mens: Trimmings on Amoskeag School and on Manchester Street Railway car 


barn. 
MANCHESTER, 

The Bodwell quarry is about 24 miles east-northeast of the city hall in 
Manchester. Operator, John McCarthy, near R. D. 9, Manchester. 

The granite (specimen D, XXX, 88, a) is a biotite granite of light inclining 
to medium gray shade and of even-grained medium texture, with feldspars up 
to 0.8 inch, exceptionally 0.5 or 0.7 inch. Its constituents, in descending order 
of abundance, are clear colorless to translucent potash feldspar (microcline), 
intergrown with quartz, circular in cross section, slightly kaolinized and mica- 
cized ; light smoky quartz with cavities in sheets; milk-white soda-lime feldspar 
(oligoclase-andesine), some of it much kaolinized and micacized; biotite (black 
mica), some of it chloritized. Accessory: Magnetite, allanite. Secondary: Kao- 
lin, white micas, calcite, chlorite. Much effervescence with muriatic-acid test. 
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Тһе quarry, opened about 1879, measured іп 1909 about 350 feet in a N. 70? E. 
direction by 65 feet across and 20 to 40 feet in depth. 

Rock structure: The sheets, 2 to 6 feet thick, dip 59 S. There is one set of 
joints only, strike N. 35° W., vertical, spaced irregularly. The rift is reported 
as horizontal and the grain as vertical, with М. 57° E. course. Тһе quarry is 
walled on its longer sides by banded quartz-mica diorite gneiss of varying tex- 
ture and pegmatite lenses. The gneiss foliation strikes N. 45° E. There аге 
tongues and inclusions of this gneiss in the granite. Rusty stain is 2 to 3 inches 
thick on sheet surfaces. 

The product is used locally for foundations and curbing. The quarry has not 
been operated for several years. 

The Kennard Ledge quarry is 14 milies about northeast of the city hall 
in Manchester. Operator, Evariste Dionne, 868 Lake Avenue, Manchester, 
Quarry idle. 

The granite (specimen D, ХХХ, 82, a) is a biotite granite of medium buff- 
gray color and of even-grained medium texture, with feldspars up to 0.3 inch, 
rarely 0.4 inch, and micas under 0.2 inch. The mica scales lie parallel to the 
rift. Its constituents, in descending order of abundance, are greenish-gray 
potash feldspar (microcline), slightly kaolinized; medium smoky quartz with 
cavities in sheets; buff-gray soda-lime feldspar (oligoclase-andesine), some of 
it much kaolinized and micacized; biotite (black mica), some of it chloritized ; 
and a little muscovite or bleached biotite. Accessory: Pyrite, magnetite, 
allanite, apatite, zircon. Secondary: Kaolin, a white mica, chlorite, calcite, 
There is no effervescence with the muriatic-acid test. 

The quarry, opened about 1879, measured in 1909 about 300 feet from east to 
west by 150 feet across and 60 feet in depth. 

Rock structure: The sheets, 6 inches to 9 feet thick, dip low north on the north 
side and low south on the south side. There is but one set of joints, strike М. 
17° W., vertical, spaced 14 to 22 feet, forming a heading 20 feet wide on the 
south side. The rift is reported as horizontal, and the grain as vertical, with 
east to west course, both marked. The north wall of the quarry is gneiss with 
‘thick dikes and lenses of pegmatite. The foliation strikes N. 80° E. The south 
wall is of like gneiss. The granite thus appears to be a dike 150 feet wide with 
north to south strike, cutting a granite gneiss with a nearly east to west folia- 
tion. Stain is up to 8 inches thick on sheet surfaces. 

The product is used locally for trimmings, curbing, and foundations, for 
which its marked rift and grain well adapt it. 


CONCORD, 
TOPOGRAPHY. 


The Concord quarries are on the east side and top of a north-south ridge 
known as Rattlesnake Hill, which is said to attain an elevation of 580 feet above 
the high-water mark of Merrimack River; and they lie within a radius of 14 to 
2 miles from about N. 25° W. to N. 50° W. of the statehouse. Some of them are 
at the foot of the ridge on North State Street at about the level of the city; 
others are from 70 to 860 feet above it. 


GEOLOGY OF THE QUARRIES. 


The salient geologic feature is the occurrence here and there within the 
granite of inclusions of coarse and fine banded gneisses from a few inches to 80 
feet in diameter. The largest of these (see р. 63) is a bright, dark biotite- 
muscovite gneiss with fine bands of varying shades, according to the propor- 
tions of the micas or of the quartz and feldspar. Its feldspar is a soda-lime 
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(oligoclase-albite to oligoclase), and the accessory minerals are garnet, zircon, 
apatite, ete. Others are biotite gneisses and consist of alternating bands of very 
light feldspathie quartzose rock and of dark, coarse, and very fine micaceous 
schist, the particles of the schist not exceeding 0.02 inch. Тһе geologic age 
of these gneisses is uncertain. Тһе pegmatite dike that traverses this large 
inclusion seems, from its relation to the granite, to have been formed before 
the block was surrounded by granite. Of general interest is also the occur- 
тепсе of fluorite on joint faces, referred to on page 63, which implies deep- 
seated origin of the solutions out of which it crystallized and raises the ques- 
tion whether the associated calcite and quartz may not have come from the 
same source. 

Joint planes at the Concord quarries may be divided into eight sets, of which 
those occurring at the largest number of quarries strike №. 15° E., N. 20°—80° E., 
N. 60°-65° E., and N. 60°-75° W. Of less frequent occurrence are those strik- 
ing N. 10° W., N. 45^ W., N. 80° E. and east. The number and variety of frac- 
tures within one of the headings at the Granite Railway quarry indicate the 
localization and sharpness of the strain which produced the heading. 

Flow strueture appears at only one quarry, where it is vertical with a 
№. 60° W. course. The rift is reported as either horizontal or inclined 52-15% 
М. 65°-75° W. or S. 45? W., and the grain as vertical, with east-west course, 
but exceptionally №. 45? E., М. 70? E., ог №. 80^ W. Тһе effect of heat and 
cold on the quality of rift and grain is recognized, and also the fact that the 
degree of dip of rift is affected by the direction in which the sheet is split. 
If the splitting is done from the north or south, the rift will prove horizontal, 
but if from the west it will be inclined. Whether the east-west compressive 
strain that affects Rattlesnake Hill has anything to do with this deflection is 
uncertain. 

There are pegmatite dikey with courses of N. 30° Е., №. 45? E. №. 45^ W. 
and N. 85? W., and segregations of very fine porphyritic granite. (See p. 201.) 


* CONCORD GRANITE." 


The following combines all the more detailed descriptions of rough and pol- 
ished specimens and thin sections given on pages 197, 199. 

“Concord granite" is a muscovite-biotite granite of medium bluish-gray 
color, The significance of the term “medium gray” becomes apparent upon 
comparing the terms applied to the principal light granites of New England. 
The granite of Hallowell, Maine, is light gray; the “ white granite” of North 
Jay, Maine, is very light gray ; and the granite of Bethel, Vt., is white mottled 
with gray. The general shades of these light or whitish granites form a 
descending series in which “ Concord granite" stands fourth, the granite of 
Bethel, Vt, being white with a mottling of shade. Тһе texture of “ Concord 
granite " is fine to medium, somewhat porphyritie, with sparse slender, isolated 
feldspars up to 0.5 inch. Although the micas oceur in very minute particles, 
especially the biotite, they measure up to 0.2 inch and exceptionally 0.4 inch. 
Its constituents, in descending order of abundance, are slightly bluish trans- 
lucent potash feldspar (microcline, usually in longish twins, and some ortho- 
clase), inclosing particles of quartz and of soda-lime feldspar (in some speci- 
mens these minerals with biotite are zonally arranged within a crystal of 
feldspar); clear to pale amethystine quartz with hairlike crystals, probably 
of rutile, and with cavities in sheets which in some sections are parallel; 
milk-white striated soda-lime feldspar (oligoclase-albite), more or less kaolin- 
ized and centrally micacized; white potash mica (muscovite) ; and black mica 
(biotite), some of it chloritized, generally in smaller scales than the muscovite. 
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In some specimens the mica plates have their flat sides parallel to the rift 
direction; in some the biotite appears to predominate over the muscovite, pos- 
sibly owing to the different alinement of its scales, Accessory: Magnetite, 
apatite, zircon (some in doubly terminated slender prisms), and rutile. Pur- 
ple and white fluorite occurs here and there on and near joint planes. Calcite 
and quartz are associated with it on these joints. Secondary: Kaolin, musco- 
vite in veinlets, a white mica without potash, chlorite, and calcite.” 

But one chemical analysis of “ Concord granite" is available. That is given 
on page 199. The specific gravity of the stone was determined by Crosby as 
2.64 and 2.65, averaging 2.65, or 155.6 pounds per cubic foot. 

George Steiger and W. T. Schaller, chemists, of this Survey, find as the 
result of two tests that “ Concord granite” contains from 0.15 to 0.17 per cent 
of CaO (lime) soluble in hot dilute acetic acid, which indicates a content of 
0.26 to 0.80 рег cent of CaCO; (calcium carbonate), and the microscope also 
shows the presence of carbonate. 

Two tests of compressive strengih, made at the United States arsenal at 
Watertown, Mass., show a compressive strength of 30,830 pounds to the square 
inch with pressure applied at right angles to the rift, and of 28,860 pounds with 
pressure applied parallel to the rift. There is thus a loss of 12.5 per cent of 
compressive strength in the rift direction. A more recent test made at the 
same place gave this stone a compressive strength of 23,670 pounds, direction 
of rift and grain not stated. 

The polish of “ Concord granite” is fair, but the abundant mica plates and 
the size of some of them do not favor the durability of the polish under long- 
continued outdoor exposure. The muscovite appears much darker when pol- 
ished. No pyrite was detected in the polished specimens or thin sections, al- 
though the chemical analysis indicates 165 probable presence. There is con- 
siderable contrast between the rough and hammered faces. The general bluish 
cast of the granite is marked, particularly on the polished face, but the rough 
face becomes lighter on continued exposure. There is some variation in the 
amount of mica apparent on the different faces of a block, as well as a differ- 
ence in the actual amount of black mica and in the sparseness of the large 
feldspars in the stone from different quarries. Only on close inspection do 
strong contrasts appear between the bright muscovite plates, the fine black 
biotite scales, and the glassy feldspar. 


QUARRIES. 


The New England Granite Works quarry is in the upper part of Rattle- 
snake Hill, roughly northwest of Concord, Operator, New England Granite 
Works, 20 Ferry Street, Concord. 

The granite (specimens D, XXVIII, 39, a, b, f, g), “Concord granite,” is a 
muscovite-biotite granite of medium bluish-gray color and fine to medium, 
somewhat porphyritic texture, with sparsely disseminated larger feldspars up 
to 0.4 inch (exceptionally 0.5 inch) and micas from very minute size up to 
0.2 inch (exceptionally 0.4 inch). It consists, in descending order of abundance, 
of a slightly bluish translucent potash feldspar (microcline, mostly in long 
twins, less orthoclase), inclosing quartz and soda-lime feldspar particles; clear 
to faintly amethystine quartz with abundant hairlike crystals, probably of 
rutile, also with sheets of cavities; milk-white more or less kaolinized and 
micacized soda-lime feldspar (oligoclase-abite) containing rare particles of 


НА microscopic description of Concord granite by С. W. Hawes will be found in his 
Mineralogy and lithology of New Hampshire, which forms vol. 3, pt. 4, of C. H. Hitch- 
cock's Geology of New Hampshire, 1878. 
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carbonate, probably calcite; white potash mica (muscovite); and black mica 
(biotite), mostly in smaller scales than the muscovite or with their flat sides 
at right angles to the muscovite scales. Accessory: Magnetite (some within 
biotite), apatite, zircon, and rutile. Secondary: Kaolin, muscovite in veinlets, 
"white mica without potash, and calcite. 

George Steiger, a chemist of this Survey, finds that this granite contains 
0.15 per cent of CaO (lime) soluble in hot dilute acetic acid, which indicates 
a content of 0.26 per cent of СаСОз (calcium carbonate); the presence of this 
carbonate is also indicated by the microscope. 

A test of the compressive strength of this granite, made at the United States 
arsenal at Watertown, Mass., in 1907, gave the following results: A cube of 
approximately 2-inch edge showed the first crack at 86,000 pounds and was 
crushed at 94.200 pounds, thus having an ultimate compressive strength of 
23,670 pounds to the square inch. It does not appear whether the pressure 
was applied in the rift or grain direction. 

The granite of this quarry appears to be more biotitic and to have its larger 
feldspars more sparse than the stone of the other Concord quarries. 

The quarry, opened in 1812, was іп 1906 about 850 feet from northeast to 
southwest, by 300 feet across, and had a working face on the southwest 130 
feet in height. н 

Rock structure: Тһе sheets, from 6 inches thick in the upper 30 feet of the 
working face to 40 feet at the bottom, dip 10°—15° SH. Some of the sheets, 
owing to their freedom from rusty discoloration, are regarded by the foremen 
as of recent origin and are called “ strain sheets; " and even now a northwest- 
southeast compressive strain occasionally extends these sheets. (See p. 82.) 

There are two sets of joints—(a), strike М. 62° E., vertical, forms headings 
on the northwest and southeast sides and recurs in the middle, but is apt to 
be discontinuous; (b), strike М. 45% W., dip 35° NE., represented by only two 
on the northwest wall 5 feet apart. Тһе rift is reported ав horizontal, and 
the grain as vertical and exactly east-west. 'Two 6-inch pegmatite dikes, 20 
feet apart, and several an inch thick traverse the quarry vertieally with а 
N. 80° E, course. The thick ones are banded, consisting of a central 13 to 2 inch 
band of aplitie material with a half-inch border on one or both sides made up 
of coarse pegmatite, milk-white oligoclase and microcline, and smoky quartz. 
Very fine garnets occur throughout these dikes, some in bands, and here and 
there а small beryl. There are also half-inch muscovitic veins, “sand streaks” 
(p. 74), striking N. 45° W. and consisting of a central band of muscovite and 
quartz, with borders of quartz and feldspar. Gray and black knots of the 
micas measure up to 6 by 5 inches. Light rusty stain measures from 6 inches 
to 2 feet on the sheet surfaces, but for 100 feet vertically in the center of the 
quarry the sheets have little or none of it. 

Transportation, by track five-eighths mile to siding of Boston & Maine 
Railroad. 

The product consists mainly of building stone. Thin sheets and waste fur- 
nish about 100,000 paving blocks annually as a by-product. Specimen struc- 
tures: The four outer walls and the covered driveway of the Congressional 
Library and the outside and inner court walls of the basement of the United 
States Senate Office Building, Washington; Blackstone Library, Chicago; Bank- 
ers Trust Co., Wall Street, and Christian Science Church, New York; Camden 
County courthouse, Camden, N. J.; city and county building, Pittsburgh, Pa.; 
Adelphia: Hotel, Philadelphia; Assabet River bridge, Northboro, Mass.; Early 
Settlers. monument, Galveston, Tex.; receiving tomb, Greenwood Cemetery, 
Wheeling, W. Va.; Stassforth mausoleum, Evergreen Cemetery, Los Angeles, 
Calif.; New Hampshire Historical Society Building, Concord, N. H. 


NEW HAMPSHIRE, 199 


The Granite Railway or Upper Swenson quarry™ (of Concord) is on 
Rattlesnake Hill, about М. 40° W. from the statehouse at Concord and 200 feet 
above it. Operator, John Swenson Granite Co., Concord. 

The granite (specimens D, XXVIII, 40 c, e), “Concord granite,” is a mus- 
covite-biotite granite of medium bluish-gray color and fine to medium, some- 
what porphyritie texture, with feldspars up to 0.5 inch and mica plates to 0.2 
inch. Feldspar appears to be relatively more abundant and biotite less so than 
in the stone of the New England Granite Works quarry. In other respects the 
two granites are identical. A section cut at right angles to the rift shows 
that the mica plates, both black and white, Пе with their flat sides parallel 
to the rift. 

The following analysis of this granite was made by Sherman & Edwards, 
chemists, from а “thoroughly composite sample carefully selected" by 
W. О. Crosby, of the Massachusetts Institute of Technology. This analysis 
forms part of а report made by him for the firm in 1907, and is published here 
merely for reference. 


Analysis of “Concord granite” from Swenson quarries. 
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Стовһу, in the same report, gives two determinations of specifie gravity 
as 2.64 and 2.66, average 2.65, which is equivalent to 155.6 pounds to the 
cubic foot. 

W. T. Sehaller, a chemist of this Survey, finds that this granite contains 
0.17 per cent of Сао (lime) soluble in hot dilute acetic acid, which indicates 
the presence of 0.80 per cent of СаСОз (calcium carbonate). 

Compression tests made at the United States arsenal at Watertown, Mass., 
in 1906 show it to have an ultimate compressive strength of 80,880 pounds to 
the square inch with pressure applied at right angles to the rift, but of 
28,860 pounds with pressure applied in the direction of the rift, the rift thus 
weakening the stone 12.5 per cent when pressure is applied parallel to it. 

The quarry, opened in 1868, measured in 1906 about 500 feet in a north- 
northeasterly direction by 400 and 200 feet in width and from 10 to 100 feet 
in depth. 

Rock structure: Тһе sheets are irregular, lenticular, 4 inches to 14 feet 
thick, but mostly from 2 to 7 feet, and dip northwest at a low angle. There 
‘are two sets of joints—(a), strike М. 20° E., dip 70°-75° E., spaced 10 to 100 
feet, forms the west wall and a heading 50 feet wide on the east side; (b), 


82 This quarry owes its first name to the fact that it was originally operated by the 
Granite Railway Co., of Quincy, Mass., referred to on p. 329. 
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strike N. 65° W., vertical or dip 75° S., spaced 10 to 300 feet, forms the north 
wall and a heading 6 to 15 feet wide on that side. Тһе rift is reported as 
dipping 15? W., with a strike of N. 59-10% E., and the grain as vertical east- 
west. In summer time it is not necessary to follow the grain closely in 
splitting. Тһеге are pegmatite dikes up to 1% inches wide. Segregations of 
the micas are said to be very rare and to measure only 4 inehes. Rusty 
stain is up to 8 inches wide, but confined to the proximity of headings. А 
little east-west compressive strain is reported. Тһе joint faces of headings 
(b) are dull greenish, owing to chloritization of biotite and the formation of 
fibrous muscovite in the feldspar and between the particles. The soda-lime 
feldspars also contain chlorite and carbonate. Other joint faces of the same 
set carry secondary quartz and calcite crystals and apparently also fluorite, 


deep purple and white. (See p. 83.) 

Transportation, by cart one-third mile to cutting sheds on siding of Boston 
& Maine Railroad. 

The product is used for buildings and monuments. Specimens: Institute 
of Arts and Sciences, Manchester, N. H.; city hall and Christian Science 
Chureh, Boston; Northampton County Savings Bank, Easton, Pa.; Lehigh 
County courthouse, Allentown, Ра.; Medico-Chirugical Hospital, Eighteenth 
and Cherry streets, Philadelphia; post offices at Dayton, Ohio, Lincoln, Nebr., 
Adrian, Mich., and Hammond, Ind.; pedestal of the Monaghan monument, 
Spokane, Wash.; New Hampshire soldiers’ monument, Vicksburg, Miss. ; 
pedestal and exedra of McKinley memorial, McKinley Park, Chicago; and 
electric station of New York Edison Со., East Thirty-ninth Street, New York. 

The Lower Swenson or Hollis quarry is about 600 feet northeast of the 
last and 70 feet below it. It is operated by the same company. 

The-granite is identical with that of the upper quarry, just described. The 
quarry, opened about 1864, measured in 1906 about 450 feet north and south 
by 800 feet across and from 40 to 50 feet іп depth. 

Rock structure: The sheets, 6 inches to 35 feet thick, are irregular, lenticular, 
and horizontal or dip 15° W. ‘There are two sets of joints—(a), strike N. 25° E., 
dip 65°-70° Е., spaced 10 to 50 feet, forms headings on the west and east sides 
and another 50 feet of the west wall; (b), strike N. 65° W. to east-west, about 
vertical, spaced 20 to 75 feet, forms. the northeast wall. There are several 
inclusions of banded gneiss; one 3 feet 6 inches by 2 feet; another, originally 
much larger, now measures 4 feet 6 inches in diameter and is roughly quad- 
rangular. Part of this is pegmatitie and part a biotite gneiss, with soda-lime 
feldspar (oligoclase-andesine) and garnets. Іп the finer parts the particles 
do not exceed 0.37 millimeter in diameter. The rift and grain are reported 
as the same as at the upper quarry. One-inch pegmatite dikes cross the quarry 
diagonally, Rusty stain on the upper sheets is up to 8 inches thick. The granite 
along heading (a) on the west wall is much kaolinized and in places very 


limonitic. Тһе surfaces have frostlike crystallizations (dendrites), probably 


of limonite also. 
The product of this quarry has been combined» with that of the Upper 


Swenson quarry. 
The Fox quarry is on Rattlesnake Hill, 110 feet above North State Street, 


N. 43? W. from the statehouse, and about half a mile N. 40? E. from the New 
England Granite Works quarry. Operator, Thomas Fox, 272 North State 
Street, Concord. Idle in 1921. 

The granite, “Concord granite," is a muscovite-biotite granite of medium 
bluish-gray color and fine to medium, somewhat porphyritie texture, resembling 
that of the Upper Swenson quarry more than that of the New England Granite 


Works quarry. (See p. 199.) 
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The quarry, opened іп 1884—85, a plan of which is given in figure:40, measured 
in 1906 about 200 feet and 300 feet by 175 feet across and from 40 to 70 
feet deep. 

Коск structure: The sheets, 2 to 20 feet thick, are, for this region, ехсер- 
tionally regular, and dip 10% SW. There are three sets of joints. (See fig.40.) 
A, vertical to steep, east-southeast, spaced 3 to 30 feet, forms east and west walls 
and the headings on the east side and center. B, vertical to steep, east, spaced 
10 feet and over. C. spaced 10 to 70 feet, apt to be discontinuous. The rift is re- 
ported as dipping 59-79 SW., and the grain as vertical, with a №. 70° E. course. 
The stone splits more easily along the rift in winter than in summer. Іп the 
northern part a 10-foot band of granite, without the bluish tint of the rest, 
strikes N. 60° W. and dips 90°. The cause of the difference is not clear, unless 
it is the micacization of the potash feldspar. This band contains zonally 
arranged particles of quartz and oligoclase. Its course presumably indicates 
the flow direction of the granite. On one or both sides of it is an inch vein 
of muscovite. Pegmatite dikes are up to 14 inches thick. There are spheroidal 
segregations, from 6 inches to 3 feet by 2 feet 6 inches, of a porphyritie granite 
of bluish-gray color, darker than 
any * Concord granite." Тһе ma- 
trix is fine-textured (particles 
0.18 to 0.74 millimeter) ; the feld- 
врагв measure up to 0.4 inch and 
the mica to 0.2 inch. The con- 
stituents are the same as those 
of * Concord granite.” The sheet 
surfaces are mostly free from 
rusty stain, and it is said never 
to exceed 4 inches in thickness. 
One of the joint faces carries 
chlorite, caleite, and pyrite. 

Transportation, by cart one- 
fourth mile to siding of Boston & 

Maine Railroad. or three ЙЫН FIGURE 40.— Structure and plan of Fox quarry, 
, Сопсота, Х. Н. 
mile to cutting shed. 

The product is used for buildings and monuments. Specimens: Church of 
Christ, Scientist, Sheldon Library, St. Paul's School, Concord; soldiers monu- 
ment, Warner, N. H.; Carpenter tomb, Manchester, N. H.; entrance to Forest 
Lawn Cemetery, Buffalo, N. Y. 

Тһе Perry quarry is on Rattlesnake Hill, N. 50^ W. from the statehouse 
and 860 feet above North State Street. 'This is the most southerly of the 
Coneord quarries. Operators, Perry Bros., Concord. 

The granite, “Concord granite," is a medium bluish-gray muscovite-biotite 
granite of fine to medium, somewhat porphyritic texture, closely resembling 
that of the New England Granite Works quarry described on page 197. 
Тһе quarry, opened in 1873, measured in 1906 250 feet N. 75° W. by 125 
to 250 feet №. 10° E., and from 60 to 100 feet in depth. 

Rock structure: The sheets, 1 to 18 feet thick, are about horizontal. There 
are four sets of joints—(a), strike N. 10° E., dip steep east, spaced 5 to 20 
feet; (b), strike N. 75° W., vertical, spaced 18 to 85 feet; (с), strike N. 30° 
E., dip 50° E., spaced 200 feet; (d), strike N. 45° W., dip 75° S. 45° W., occurs 
only at the northeast corner. The rift is reported as horizontal, and the grain 
as vertical, with N. 80° W. course. А 4 to 5 inch pegmatite dike has а N. 


N 
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W. eourse and vertieal dip. Rusty stain does not exceed 4 inches and is absent 
from some sheets. 

Transportation, by cart 3 miles to cutting shed on Boston & Maine Railroad. 

The product is used mostly for monuments. Specimen: George Fogg monu- 
ment, Blossom Hill Cemetery, Concord. 

The Henneberry quarry is on Rattlesnake Hill, one-fourth mile west of 
North State Street and 70 feet above it, at а point one-fourth mile north of 
the State prison. Operator, Thomas Fox, 272 North State Street, Concord. 
Idle in 1921. 

Тһе granite (specimens D, XXVIII, 49, а, c), “ Concord granite," is а musco- 
vite-biotite granite of medium bluish-gray color and fine to medium, somewhat 
porphyritie texture, with feldspars up to 0.5 inch and white mica scales up 
to 0.2 inch. 'This stone resembles more closely that of the New England 
Granite Works quarry than that of the Swenson quarries, being more micaceous 
and less feldspathic than the latter, but the black mica scales are generally 
finer than in the former, so that it has a larger number of fine particles. The 
constituents are the same as in the sections described on pages 197, 199. 

The quarry, opened in 1900, was іп 1906 about 200 feet N. 25° E. by 100 
feet across and from 50 to 65 feet deep. 

Rock structure: The sheets, 2 to 15 feet thick, are somewhat irregular and 
horizontal or dip 17?-30? NE. There are two sets of joints—(a), discontinu- 
ous, strike М. 25° E., spaced 3 to 15 feet, forms a heading at the northeast 
end; (b), strike about northeast, diagonal, spaced 12 to 25 feet. "The rift is 
reported as horizontal or nearly so, and the grain as vertical with a northeast 
Strike. Three garnetiferous pegmatite dikes, 1 to 4 inches thick, in a space 
of 23 feet, strike about М. 45° W. and dip 60? SE. Rusty stain is about 4 
inches thick on sheet surfaces. : 

Transportation, by cart, one-eighth mile to Boston & Maine Railroad. 

The product is used entirely for monuments. Specimens: Fay sarcophagus, 
Dewitt, Iowa; Sielaff sarcophagus, Milwaukee, Wis.; Raines sarcophagus, 
Memphis, Tenn.; McElwee sarcophagus, Homer, Ill.; Alten cross, Elyria, Ohio; 
Crippen sarcophagus (elaborately carved), Blossom Hill. Cemetery, Concord. 


ROCKINGHAM COUNTY. 
AUBURN. 


The Auburn quarry is 7 miles east of Manchester, in the township of 
Auburn. Operators, Perry Bros., Concord. 

The granite (specimens, D, XXVIII, 46, а, b), *deep-pink Auburn," is а 
quartz monzonite of medium pink-buff color with very fine black dots. Its tex- 
ture is fine, with feldspar and mica up to 0.1 inch. Its constituents, in descend- 
ing order of abundance, are slightly pinkish potash feldspar (orthoclase and 
microcline) ; almost if not quite as abundant, clear to milk-white soda-lime 
feldspar (oligoclase), some of it kaolinized and micacized; smoky quartz; and 
biotite (black mica), some of it chloritized and bleached, Accessory: Mag- 
netite, apatite, and zircon. Secondary: Kaolin, a white mica, chlorite, and 
hematite stain. 

The stone takes a fair polish, and the hammered face by its lightness offers 
not a little contrast to the rough and polished faces. It is used for monu- 
mental work. 

STRAFFORD COUNTY, 


ROCHESTER, 


The Langmaid quarry, in Rochester Township, 5 miles northwest of Dover, 
is no longer operated. 
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The granite (specimen D, XXX, 84, a) is a biotite granite of very light gray 
shade, with close dark specks, and of even-grained medium texture, with 
feldspar up to 0.3 inch and micas to 0.2 inch. Its constituents, in descending 
order of abundance, are clear to translucent potash feldspar (microcline and 
orthoclase) ; medium smoky quartz with cavities in sheets and hairlike crystals 
of rutile; milk-white soda-lime feldspar (oligoclase-albite), most of it kaolin- 
ized and micacized; biotite (black mica), some of it chloritized ; and a little 
muscovite or bleached biotite. Accessory: Magnetite, rutile. Secondary: 
Kaolin, a white mica, chlorite, calcite. It effervesces slightly with muriatic 
acid test. 

This is a constructional granite with marked contrast of shade between its 
smoky quartz and milk-white feldspar. 

The quarry, opened before 1879, measured in 1909 about 300 by 90 feet and 
from 12 to 15 feet deep. 

Rock structure: The sheets, 1 to 8 feet thick, are horizontal. There are 
three sets of joints—a longitudinal, a transverse, and a diagonal set—spaced 
generally 10 to 20 feet. The rift is reported as horizontal, and the grain as 
vertical, with north-south course. There are several pegmatite dikes about 
a foot thick. Rusty stain is 1 to 3 inches but in places 8 inches thick on 
sheet surfaces. 

Transportation, by cart 5 miles to Dover or Rochester. 

The product was used for bases, trimmings, and faces. Specimen: Some of 
of the trimmings of the courthouse at Dover, N. H. 


SULLIVAN COUNTY. 


SUNAPEE. 


The Spectacle Pond quarry is at the southeast corner of Sunapee Township, 
about a-quarter of a mile south of Spectacle Pond and the same distance south- 
west of Edgemont (formerly Mount Sunapee) station. (See Sunapee topo- 
graphic map, U. S. Geol. Survey.) 

Тһе granite (specimen D, XXX, 78, a) is a biotite-muscovite granite of light 
buff-gray color and of even-grained fine texture, with feldspars up to 0.2 inch, 
rarely 0.25 inch, and micas under 0.1 inch. Its constituents, in descending order 
of abundance, are clear colorless potash feldspar (microcline and orthoclase) ; 
light smoky quartz with hairlike crystals of rutile and with cavities in sheets 
and cracks parallel thereto; cream-colored soda-lime feldspar (oligoclase-albite) , 
more or less kaolinized and micacized ; biotite (black mica) ; muscovite (white 
mica). Accessory: Garnet, apatite, rutile. Secondary: Kaolin, a white mica. 
No effervescence with muriatic-acid test. 

This is a fine-grained monumental granite. Its color may be less buff and 
even bluish farther below the surface. 

The quarry, when opened in 1909, was 75 feet square and 3 to 8 feet deep. 

Rock structure: The sheets, 1 to 5 feet thick, dip 15° about northeast. There 
are three sets of joints—(a), strike N. 10° E., dip 80° W., spaced 5 to 10 feet, 
forms a heading on the east side; (b), strike northeast, dip 65° NW., spaced 
10 to 25 feet, forms a heading at the southwest corner; (с), strike М. 80% E., 
dip 70° N. 60% W., forms.a heading 10 feet wide through the middle of the 
quarry. Тһе rift is reported as horizontal, and the grain as vertical, with 
nearly east-west course. А quartz vein up to 5 inches thick crosses the middle 
of the quarry, with М. 70° Е, strike. Rusty stain is up to 4 inches thick on 
Sheet surfaces. Тһе quarry is no longer operated. 
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Тһе Perry Sunapee quarry is on the top of a 200-foot knoll half a mile 
west of Burkehaven, on Lake Sunapee, and three-fourths of a mile south-south- 
east of Sunapee village, in Sunapee Township. (See Sunapee topographie map, 
U. S. Geol. Survey.) Operators, Perry Bros., Concord. 

TThe granite (specimens, D, XXVIII, 47, a, b), *light Sunapee," is a biotite- 
muscovite granite of a light-gray, slightly bluish color and very fine to fine 
texture, with feldspars up to 0.15 inch and mica to 0.1 inch. Its constituents, 
in descending order of abundance, are clear colorless potash feldspar (microcline 
and orthoclase, the latter with hairlike crystals, probhbly of rutile, both being 
intergrown with quartz circular in cross section); clear colorless quartz, also 
with rutile needles; translucent to milk-white soda-lime feldspar (oligoclase- 
albite), somewhat kaolinized and intergrown with quartz; biotite (black mica) ; 
and muscovite (white mica). Accessory: Magnetite, garnet, zircon, and rutile. 
Secondary: Kaolin and carbonate. 

This, as will be seen by comparing the descriptions, is finer grained than 
“Concord granite.” It lends itself well to fine carving. Its particles are too 
fine to afford contrasts. It takes a fair polish. 

The “black granite" (specimen D, XXVIII, 48, a, b), “Маск pearl" or 
“dark Sunapee,” is a quartz diorite of very dark bluish-gray color and fine, 
inclining to medium texture, with feldspars up to 0.2 inch. Its constituents, in 
descending order of abundance, are clear colorless to milk-white soda-lime feld- 
spar (oligoclase-andesine to andesine), but little kaolinized, rarely intergrown 
with quartz; biotite (black mica); clear colorless quartz (possibly equal in 
amount to feldspar) ; and titanite. There is so much of this molasses-colored 
mineral present that it is easily seen with a loop. Accessory: Magnetite 
(ilmenite?), pyrite, allanite, and zircon. Secondary: Kaolin, epidote (about 
allanite), calcite, and hematite. ~ft effervesces slightly with muriatic acid test. 

When polished the rock appears black mottled with white. The polish is 
poor owing to the large size and abundance of mica. It shows magnetite and 
a little pyrite. The hammered face is light gray and thus is in marked contrast 
to both rough and polished faces: ‘The stone is used for monuments and is 


suitable for inscriptions. 
The quarry, opened in 1869, measured in 1906 about 150 by 100 feet and from 


15 to 80 feet in depth. 

Rock structure: The sheets, 6 inches to 3 feet thick, are undulating, There 
are no joints. The rift is probably horizontal, and the grain vertical, with N. 80° 
W. course. A pegmatite dike up to 30 inches thick, strike N. 80° Е., vertical or 
steep, forms part of the east wall. А 8-foot dike striking about east forms the 
north wall. Other pegmatite dikes up to 6 inches thick, strike №. 50?—70? B.. 
recur at intervals of 5 to 20 feet. A vertical porphyritie granite mass, also 
striking N. 30? Е,, forms the west wall. Тууо large inclusions of quartz-miea 
diorite gneiss occur near the south end of the east wall, apparently in a coarser 
granite, 'The larger, 10 feet long and of very irregular outline, is crossed by 
meandering quartz veins. These inclusions appear to lie not within the fine gran- 
ite of the quarry but within a coarser granitic rock adjoining or crossing it. The 
diorite consists of andesine, biotite, quartz, and titanite. Тһе other inclusion 
back of the northeast corner of the quarry is of similar rock but contains 
hornblende. "These diorites resemble that of specimens 48, а, b, described above. 
A disused quarry of that rock occurs a little north of the Perry light-granite 
quarry. А coarse porphyritic granite occurs also on the same hillock, А little 
west of Sunapee on the road to Newport a coarse porphyritic granite, a fine- 
grained granite, and a dark schistose rock all occur in a single outerop. Тһе 
relations of the diorite gneiss to the fine and the coarse granite were not 


further investigated. 
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Transportation, by cart more than 3 miles to Sunapee station, on Claremont 


branch of Boston & Maine Railroad. 
The product is used for monuments, which are finished at the firm’s cutting 


shed at Concord. The quarry is operated only occasionally. 


MAINE. 
THE OCCURRENCE OF GRANITE IN MAINE. 
By GEORGE OTIS SMITH. 


GEOGRAPHIC DISTRIBUTION. 


Areally, granite is perhaps the most abundant rock in Maine. 
Slates, schists, sandstones, and limestones of various types occur in 
the different sections of the State, but the mountains and hills of 
the interior and the islands and headlands of the coast for the most 
part all exhibit slopes and cliffs of massive granite. Еуеп where the 
exposures are of other rock varieties the notable abundance of gran- 
ite dikes and quartz veins indicates the presence of granite at no 
great distance. Not only is this rock most conspicuous, but its im- 
portance in both the geology and the industry of the State can 
hardly be overestimated. 

The areal distribution of the granite is somewhat irregular, as 
may be noted on the map accompanying this report (Pl. IX). Three 
general granitic regions may be distinguished for convenience of 
description—that of the western tier of counties, that of the eastern 
part of the State, and the Mount Katahdin area, in the north-central 
part of the State. In addition to these larger regions there should 
also be mentioned three small areas in Lincoln, Kennebec, and Som- 
erset counties, which are intermediate in position between the three 
main regions. 

The granite areas of the western region are not widely separated, 
and the largest of these areas as outlined on the map is not all 
granite, although, as will be explained in a later paragraph, the 
intrusive granite forms the larger part of the rock exposed within 
these limits. The northernmost of these granite masses is exposed 
in the elevated country that forms the divide between the Chaudiere 
drainage basin on the Canadian side of the international boundary 
and the headwaters of Androscoggin and Dead rivers in the north- 
ern part of Franklin County. South of this is a much larger area 
of granite, extending from the western part of Somerset County 
across Franklin into Oxford County and including prominent 
peaks, like Mount Bigelow and Saddleback Mountain, as well as the 
rugged country south of the Rangeley Lakes. South of this is a large, 
irregular-shaped area of metamorphic rocks—gneisses and schists— 
more or less thoroughly impregnated with granite, which extends 
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southward and eastward through seven counties, reaching the coast 
at Casco Вау on the west and Penobscot Bay on the east. South- 
west of this area is а mass of granite, which constitutes the eastern 
extension of the White Mountain massif of New Hampshire and 
reaches the coast at Casco Bay, Cape Porpoise, and York Cliffs. 

The Mount Katahdin area of granite lies wholly within the for- 
ested region of northern Maine, and therefore its exact boundaries 
are unknown. At the northeast end of the area is the highest ele- 
vation in the State, Katahdin, 5,268 feet above the sea, a typical 
granite mountain. To the southwest, possibly connected with this 
area, is the granite near Lake Onawa, where the rock is well exposed 
in a deep cut of the Canadian Pacific Railway. 

In the eastern counties three extensive granitic areas may be dis- 
tinguished. Of these the northernmost extends southwestward from 
New Brunswick across the northern portions of Washington and 
Hancock counties into Penobscot and is almost wholly forested 
country. Southeast of this is the horseshoe-shaped granitic area of 
Hancock County, which crosses into Washington County near Cherry- 
field. On the west the outlying Mount Waldo mass may represent an 
extension of the same granite, although connecting exposures along 
Penobscot River below Bucksport have not yet been observed. In the 
Hancock County area the granite can be traced from the shore of 
Eggemoggin Reach northward along a line of prominent hills, which 
are best seen from the Maine Central Railroad near Green Lake. 
North of Aurora these granite hills have less relief, but east of that 
place the belt extends southward with increasing ruggedness of topog- 
raphy, Tunk Mountain, near the Washington County Railroad, being 
characteristic of this southern portion. The other area of granite in 
eastern Maine is the belt extending from New Brunswick across the 
St. Croix, thence southwestward to the coast at Addison, and thence 
along the coast to Penobscot Bay. Within this belt are included sev- 
eral large islands—Swans, Deer, and Vinalhaven—and the moun- 
tains of Mount Desert owe their topographic prominence to the 
massive character of the granite composing them. 

Of the smaller areas of granite not included within the three groups 
deseribed above, that in Lincoln County comprises the town of Waldo- 
boro and islands at the head of Muscongus Bay. The Hallowell- 
Augusta area in Kennebec County, the North Jay and Phillips area in 
Franklin County, and the Hartland and Norridgewock areas in Som- 
erset County represent the larger of many small intrusive masses of 
granite in central Maine. With these should be mentioned the gran- 
ite occurring in Aroostook County, about 12 miles west of Houlton. 

In the preparation of the map (Pl. IX) showing the distribution 
of the granite, as described above, the data used have been largely the 
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results of areal mapping for folio publication by Е. S. Bastin, 
C. W. Brown, and the writer, and of general reconnaissance by the 
writer, assisted by Mr. Bastin. In the mare northern areas the work 
by H. E. Gregory and the earlier mapping by C. T. Jackson and 
C. Н. Hitchcock have been utilized to supplement this recent.work. 
Mr. Brown also contributed the results of recent observations in the 
vieinity of Mount Katahdin. 


GEOLOGIC RELATIONS. 


Wherever the granites of Maine have been studied in any degree 
of detail, their relations are plainly those of intrusion into part, at 
least, of the adjacent formations. Evidence that the granite is the 
younger rock is found in the tendency shown by some of the granite 
areas (see Pl. TX) toward elongation in a northeast-southwest direc- 
tion, parallel to the general trend of the main structural features of 
the region, but more conclusive evidence is found in the fact that 
the granite actually cuts across the bedding of the sedimentary 
rocks and has in some localities produced in them a very consider- 
able amount of alteration. Bordering the granite in Franklin 
County, for example, and in some other parts of the State are 
andalusite schists which plainly represent sedimentary strata meta- 
morphosed by the granite. In many regions, as will be described 
later, the granite masses are bordered by gneisses which were formed 
by the injection of granitic material along the foliation planes of 
sedimentary schists. Thus the general relations throughout the 
State suggest that the granites are relatively the younger rocks. 

The feature which is perhaps the most significant in the geologic 
relations of the granites to the other rocks of the State is the great 
contrast between the sharpness of certain granite borders and the 
indefinite character of others. Іп the vicinity of Bluehill and 
Brooksville, in Hancock County, for example, the contact is abso- 
lutely sharp, pure granite being succeeded within a foot by schists 
unmixed with granite. Along such sharp borders, too, the granite 
usually preserves its norma] texture up to the very contact, and the 
surrounding rocks show almost no effects of contact metamorphism. 
In striking contrast to this are the broad contact zones which сћагас- 
terize most of the granite masses lying farther west. In the Rock- 
land region, for example, the Sprucehead-Clark Island granite 
area is bordered on the northwest by a zone 3 to 4 miles in width 
in which sedimentary slates and schists are intimately associated 
with injection gneisses, basic granites, fine-grained granite, pegma- 
tite, diorite, gabbro, and diabase. These igneous rocks were plainly 
derived from the granitic magma and are most abundant in those 
portions of the contact zone which lie nearest to the areas of pure 
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granite. А granite area near South Penobscot, in Hancock County, 
is almost completely surrounded by a border zone from one-fourth 
mile to 13 miles in width ip which the rocks are largely diorite and 
gabbro with small amounts of igneous gneiss and fine-grained 
granite. 

Some hint as to the cause of this contrast in the character of 
granite borders in different regions is obtained from a study of the 
rocks in the southwestern part of the State, especially in Sagadahoc, 
Cumberland, and Oxford counties and the southern part of Kenne- 
bec County. Here, as indicated on the map (Pl. IX), there are con- 
siderable areas which contain no large continuous masses of normal 
granite but in which the prevailing sedimentary schists have been 
invaded in the most intimate manner by dikelike or irregular masses 
of pegmatite and fine-grained granite and in many places have been 
given a gneissic texture by the injection of granitic material. Тһе 
areas of intrusion and injection pass gradually into the larger 
areas of nearly pure normal-textured granite shown on the map. 
To explain such intimate injection and intrusion in areas far re- 
moved from any outeropping masses of pure normal granite it 
seems necesary to assume that a granite mass underlies these rocks at 
no great distance below the present surface and that such invaded 
areas constitute in reality portions of the “roof” of great granite 
batholiths. 

It seems almost certain that the escape of gases and water vapor 
and the differentiation of basic rocks from the granitic magma would 
proceed much more rapidly from the upper surface of a buried 
magma than from its sides. It is to be expected, therefore, that por- 
tions of the “roof” of such granite masses should be particularly 
characterized by the abundance of pegmatites, diorite, gabbro, etc., 
and by notable contact metamorphism of the sedimentary rocks 
through which these forced their way. The sharpness of other 
granite contacts is readily explained by supposing that they repre- 
sent the side contacts of the granite batholiths, where the gases and 
water vapor escaped from the magma laterally in much less volume 
and where the accompanying metamorphic effects were very much 
less than at the upper surface. 

Тһе geologic history of the great granite intrusions of Maine may 
therefore be summarized as follows: 

All the granite masses now exposed solidified below the surface 
as it existed at the time when they were intruded. The depth at 
which they solidified varied in different places. Erosion gradually 
removed the rocks covering some of the masses and has in some 
places even revealed their deeper portions, so as to show the sharp 
lateral contacts. In other places all or а part of the * roof" of the 
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granite masses still remains. The present land surface therefore 
truncates the various granite batholiths at different horizons. It is 
highly probable that a further erosion of 500 to 1,000 feet would 
expose much larger areas of granite than now appear. 

АП the granites of Maine were formerly supposed to have been 
intruded during a single great period of igneous activity and to be of 
the same general geologic age. This conclusion was based on their 
general lithologic similarity and on the presumed continuity, at no 
great depth below the surface, with the granite of neighboring areas, 
as stated above. There is little doubt, for example, of the con- 
temporaneity of the granite of the Perry Basin, on the eastern border 
of the State, with that of Vinalhaven, as a belt of granite extends 
with slight interruptions from one of those localities to the other. 
It was thought, therefore, that the greater part of the State is under- 
lain by a huge granite batholith with an irregular upper surface, 
exposed by erosion in many areas but elsewhere covered by uneroded 
portions of the “ roof." 

The age of the belt of granite just mentioned is approximately 
known, as the Silurian strata of the Perry Basin district contain no 
pebbles of granite, but such pebbles, plainly derived from the neigh- 
boring granite masses, are abundant in the conglomerate at the base 
of the Perry formation, which is of late Devonian age. The granite 
is therefore late Silurian ог early Devonian, and this conclusion is 
strengthened by the evidence in the Vinalhaven district, where the 
granite is intruded into surface volcanic rocks of Niagaran age. 

In southwestern Maine, however, the rocks into which most of the 
granites are intruded are now believed to be Carboniferous, because 
of their strong lithologic similarity to the Carboniferous strata of 
central Massachusetts and their virtual continuity with those strata 
across southeastern New Hampshire. Hence most of the granites 
of that part of the State are much younger than those of the 
eastern part. At present, therefore, although all the granites of 
Maine are regarded as of Paleozoic age, they are thought to be 
separated into at least two eruptive groups, one middle Paleozoic 
and the other probably late Paleozoic. 


DISTRIBUTION OF GRANITE QUARRIES. 


The map (РІ. EX) shows the location of the principal quarries and 
groups of quarries and prospects, which include 115 separate open- 
ings, and also the relation of these to the rock areas described above by 
Doctor Smith. А number of unimportant paving-block and under- 
pinning quarries have been overlooked or intentionally omitted. .A 
typieal one-man paving-block quarry which from its changing loca- 
tion is called in Maine “a motion " is shown in Plate XVIII, В. 
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Quarries of granite proper.—With the exception of the important 
quarries at Hallowell, Kennebec County, and North Jay, Franklin 
County, and the minor ones at Fryeburg and Bryant Pond, Oxford 
County, Pownal, Cumberland County, Norridgewock and Hartland, 
Somerset County, Oak Hill and Lincolnville, Waldo County, and 
Dedham, Hancock County, all the granite quarries of Maine are 
along the seaboard, either on islands or on bays or navigable rivers, 
or within 4 miles of them. The inland quarries are all on railroads 
or within a short distance of them. The distance to rail from a few 
quarries is 3 miles, from one 5 miles, but as the product of these 
quarries 15 used entirely for monumental work the cartage is a matter 
of less moment. The Maine granite industry may be said to have 
its center in Penobscot and Bluehill bays and the islands about them. 
А line drawn from Clark Island, south of Rockland, north-northeast 
to Frankfort, thence about east to Franklin, in Hancock County, 
thence southwestward through Bar Harbor, and thence around the 
islands southwestward back to Clark Island, would embrace an area 
of about 1,200 square miles, which would include the bulk of the 
granite industry. 

Quarries of “black granite."—Of the total number of quarries, 
18 are of “black granite,” although a few obscure ones may have been. 
overlooked. Their location is shown by a separate symbol on the 
map. They are in York, Lincoln, Waldo, Penobscot, and Wash- 
ington counties. Of these only the Addison (Washington County); 
Vinalhaven (Knox County), and Round Pond (Lincoln County) 
quarries are at tidewater, but as the “black granites” are used only 
in small quantities for expensive work the cost of transportation is 
а minor consideration. 


THE QUARRIES, THEIR GRANITE AND FINISHED PRODUCT. 


CUMBERLAND COUNTY, 
BRUNSWICK, 


The Grant quarry is in the town of Brunswick, 3 miles west of Brunswick 
village, on the south side of the Maine Central Railroad, on the Merriman farm. 
It has not been operated for many years. 

The granite (specimen D, XXVI, 110, a) is a biotite granite of medium-gray 
shade and fine, even-grained texture, in which the particles of quartz measure 
up to about 0.4 inch and those of feldspar and mica up to 0.15 inch. Its min- 
erals, in descending order of abundance, are potash feldspar (both microcline 
and orthoclase), quartz, a feldspar with both lime and soda (oligoclase-albite), 
and biotite, with rarely a scale of muscovite. The orthoclase has inclusions 
of quartz, circular in cross section, and the second feldspar is greatly altered. 
Accessory: Zircon. 

The opening measures about 75 by 50 feet by 5 feet in depth. 

Rock structure: The sheets, 2 to 12 inches thick, dip not higher than 5°: 
The joints strike М. 55° W. and М. 60° Е. A marked flow structure is indicated 
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by alternating light and dark bands, due to varying amounts of Маек mica, 
and also by the parallelism of the longer axes of the larger feldspar crystals 
and biotite plates. Its sirike is М. 35° W. Тһе upper sheet shows much 
discoloration.“ 

Transportation, by team to railroad near by. 

Product: The chapel of Bowdoin College, at Brunswick, was built of the 
same granite, but from another opening, referred to by George P. Merrill” 
as also furnishing the stone for the First Parish Church, in Portland. 


FREEPORT. 


The Freeport quarry is half a mile southeast of Freeport station, on the 
Maine Central Railroad, on the east side of a hillock 80 feet high, with north- 
east-southwest axis. Operator, Long & Saunders Quarries Co., Quincy, Mass. 
Quarry idle since 1918. 

The granite specimen D, XXVII, 127, а) is a biotite-muscovite granite of 
medium-gray shade with a slight bluish tinge and very fine, even-grained tex- 
ture, with particles ranging from 0.36 to 1.28, and, exceptionally, from 0.18 to 
2.5 millimeters in diameter. Its minerals, in descending order of abundance, 
are potash feldspar (microcline, orthoclase), smoky quartz, soda-lime feldspar 
(oligoclase), black mica, and white mica. The soda-lime feldspar is consid- 
erably altered to kaolin and a white mica, and both feldspars often have inter- 
growths of quartz circular in cross section. The rock contains accessory apa- 
tite. It takes a fine polish. The specifie gravity was reported by К. L. Bartlett, 
of the Maine State assay office, as 2.627. It is free from pyrite. 

The quarry, first opened in 1886, measured in 1905 about 600 feet from north- 
east to southwest by 100 feet across, with a working face 55 feet high. 

Rock structure: The granite at the northeast end of the quarry is capped by 
about 5 feet of schist, and in its center the excavation, in proceeding іп а di- 
rection parallel to the axis of the hill, has bisected an inclusion of this same 
schist 3 feet thick and about 40 feet long, dipping 35° Е, to a point 80 feet! be- 
low the surface of the granite. This schist inclusion is described on page 68. 
(See also Pl. XV, B.) About 150 feet southeast of it is another inclusion of simi- 
Jar material. Тһе presence of these inclusions necessarily involves some dead 
work and waste. Тһе sheets, 1 to 8 feet thick, increasing in thickness down- 
ward, dip up to 10? SE. and 10? NW. One set of joints, strike east, spaced 
20 to 50 feet, forms the northeast wall. Another set, strike М. 75° W., spaced 
3 to 30 feet. Тһе rift is horizontal and the grain vertical, striking east. А few 
knots, up to 12 inches across, of muscovite, quartz, and feldspar. No “вар.” 

Transportation, by cart half а mile to railroad or three-fourths mile to dock. 

The fine texture of the stone makes it particularly well adapted for monu- 
ments. Among the monuments made of it are the Humboldt monument in 
Chicago and the Seott monument in Pittsburgh, Pa. Тһе front of the Maine 
building at the Chicago World's Fair, afterwards removed to Poland Springs, 
Maine, and the polished tanks at Poland Springs also came from this quarry. 


POWNAL, 


The Pownal quarry is in the southern corner of the town of Pownal, 24 
miles north-northeast of Yarmouth Junction on the Maine Central and Grand 
Trunk railroads. Operator, Fred C. Greene, Freeport. 

The granite (specimen D, XXVII, 123, a) is a biotite granite of light-gray 
shade and very fine, even-grained texture, most of the particles ranging from 


зз U. S, Nat. Mus. Proc., vol. 6, p. 171, 1883. 
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0.25 to 0.75 millimeter in diameter. It consists, in descending order of abun- 
dance, of very slightly smoky quartz, potash feldspar (microcline), soda-lime 
feldspar (oligoclase), and black mica, with accessory zircon, apatite, and mag- 
netite. The oligoclase is much altered to a white mica, and the microcline has 
intergrowths of quartz, circular in cross section. The polish is inferior to that 
of the Freeport stone. 

The quarry, opened in 1880, measured in 1905, 300 by 200 feet and averaged 
3 feet in depth. 

Rock structure: Flow structure at one point consists of a lamination dip- 
ping 10? E., with thin black streaks of matted biotite scales. The sheets, 4 
inches to 4 feet 8 inches thick, dip 10°-15° БЕ, in broad undulations. They 
have been tested with core drills to a depth of 60 feet and the lowest sheets 
found to be 6 feet thick. Vertical joints, striking М. 50? H., recur every 80 or 
85 feet. The rift is horizontal and the grain is vertical, striking east. A 12- 
inch basic dike crosses the northwest half of the quarry with а М, 50° E. course. 
A pegmatite dike, 4 inches thick, occurs at the west end of the quarry. There 
are neither knots nor rust stains nor “ sap.” 

Transportation, by cart 24 miles to dock or railroad. 

Product, specimens: Baker mausoleum at Woodlawn Cemetery; hotel at 
corner of Seventieth Street and Central Park; Van Norden Trust Building, 
corner of Sixtieth Street and Fifth Avenue; French monument, Calvary 
Cemetery, New York. This quarry has not been in operation since 1915. 


WESTBROOK, 


Pride’s quarry is in the town of Westbrook, 8% miles northeast of West- 
brook (Saccarappa) and a quarter of a mile north of Prides Corners. Operator, 
James H. Pride, R. D., Woodford. 

The granite (specimen D, XXVII, 140, a) is biotite granite of medium-gray 
shade with conspicuous black mica and fine, even-grained texture (particles 
measuring up to 0.1 inch across), consisting, in descending order of abundance, 
of potash feldspar (microcline and orthoclase), smoky quartz, a little soda- 
lime feldspar (oligoclase), and biotite with accessory apatite. The biotite 
scales are generally parallel. 

The quarry, opened in 1898, measured in 1905 200 by 100 feet and about 6 
feet in depth. 

Rock structure: There is a marked flow structure, dipping in places 30° 
E. which gives the granite the appearance of a gneiss. Тһе sheets, 6 
inches to 2 feet 6 inches thick, dip up to 5°. A heading on the east side strikes 
М. 10° Е, and dips 55° W. Тһе rift is horizontal and the grain vertical, striking 
east. А basic dike, 12 inches thick, striking М. 50° E., forms the west side of the 
quarry. Sap from 1 to 3 inches wide in upper sheets, but none 5 feet down. 

Transportation: The nearest railroad is at Westbrook, 33 miles away. 

Product: Curbing and bases of monuments for local demand. 


FRANKLIN COUNTY. 


JAY. 


The Maine & New Hampshire Granite Corporation's quarries are at 
North Jay. 

- The granite (specimen D, XXVII, 118, a) is а biotite-muscovite granite of 
very light gray shade (“North Jay white") and fine, even-grained texture, 
т which the particles range from 0.36 to 3 millimeters in diameter. It con- 
sists, in descending order of abundance, of potash feldspar (microcline and 
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orthoclase), clear quartz, soda-lime feldspar (oligoclase), black mica (biotite), 
and white mica (muscovite), together with accessory garnet, тагпе te, and 
apatite. The general whiteness of this rock is due to the quartz not being 
smoky as in most granites, and also to the whiteness of the feldspars, which 
is thus visible through the quartz. The feldspars are mostly unaltered. The 
following chemical analysis of this granite, made by Е. Т. Rogers, was reported 
by Prof. John E. Wolff 84 in 1892. 


Analysis of granite from quarry at North Jay. 
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The same analyst finds the specific gravity 2.689. A test of the compressive 
strength of this granite, made for the company at the Watertown Arsenal in 1892, 
shows that the cube cracked at 15,720 pounds to the square inch and was de- 
stroyed at 16,310 pounds to the square inch. Ап earlier test of the same granite 
with somewhat different results was made at that arsenal on May 6, 1882." It 
does not take a very good polish owing to the abundance of mica and the large 
Size of its plates. The “ North Jay " granite was also described by M. E. Wads- 
worth " in 1878. 

The quarry, opened іп 1872, consists of three openings, known as the “ upper," 
“lower,” and “boulder.” The upper quarry measured іп 1905 about 425 feet 
from north to south by 200 feet from east to west and had an average depth of 
20 feet. The lower quarry, adjacent on the west, measured 500 feet from 
north to south and 350 feet from east to west, with an average depth of about 
85 feet. These openings are on the west side of a north-south ridge. The 

‚ boulder quarry, a little north of the other two, is about 150 feet square and 20 
feet deep. Тһе upper and lower quarries are separated by a mass 10 feet thick, 
eonsisting of two large aplite dikes with north-south strike. 

Rock structure: In the center of the lower quarry there is a lamination in 
folds 20 feet broad and 3 feet high occasioned by the parallelism and abundance 
of biotite plates along certain planes. Some of these planes show evidence of 
friction along them. There is also a north-south vertical structure associated 
with the dikes of aplite between the two quarries. The sheets are 4 inches 

.to 6 feet thick, In the upper 25 feet the sheets are thin, but below that 
they become gradually thicker. In cross-section they feather out alternately, 
or “toe in.” (See glossary, p. 471.) At the top of the hill and at the east side 
of the upper quarry they are horizontal, but on the west side they curve over 


% See U. S. Geol. Survey Nineteenth Ann. Rept., pt. 6, continued, pp. 218, 219, 1898. 
851), Б. Geol. Survey Eighteenth Ann. Rept., pt. 5, continued, p. 961, 1897. 
% Boston Soc. Nat. Hist. Proc., vol. 19, рр. 237—238, 1878. 
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westward, dipping 59-109, and possibly a little more in the lower quarry, gov- 
erning the slope of the hill. At the north side of the lower quarry is a heading 
striking М. 50°-60° E., dipping 60° and also 90°. The courses of the various 
Joint sets and dikes are shown in figure 41. Of joints (B) there are four dis- 
continuous ones in a space of 50 feet in the upper quarry. Тһе rift is hori- 
zontal, and there is no grain. Тһе pegmatite dikes consist of milk-white potash 
feldspar (microcline) and soda-lime feldspar (oligoclase), smoky quartz, bio- 
tite, and muscovite, and measure up to 2 feet 6 inches. Knots are exceptional 
and measure up to 12 inches across. Heading (A) is covered with limonite from 
oxidation of pyrite. Rusty stain is noticeably absent from the sheets. 

Transportation, by gravity track to Maine Central Railroad, 1,300 feet 
distant and 800 feet down. 

The product is used for monuments and buildings. Specimens: General 
Grant’s tomb, Riverside Drive, New York; Richard Smith soldiers and sailors’ 
memorial gateway at Fairmount Park and the Penn Mutual Life Insurance 
Co. Building, Philadelphia; Hahnemann monument, Washington; city hall, 
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FiGURE 41.—Structure at Маше & New Hampshire Granite Corporation's quarry at North 
Jay, Maine. 


Portland, Maine; Chicago & Northwestern Railway Building and Field Annex 
Building, Chicago; Union Trust Building, South Bend, Ind.; Exchange National 
Bank Building, Tulsa, Okla. 

Rough stone, paving blocks, and crushed stone are important by-products, 


HANCOCK COUNTY. 
BLUEHILL, 


The White quarry, in the town of Bluehill, 14 miles east of Bluehill village. 
Operator, Jesse B. Park (Inc.), 1828 Broadway, New York. Idle since 1913. 

The granite (specimen D, XXVI, 36, a) is a biotite granite of medium-gray, 
slightly bluish color and of coarse (on the medium side) even-grained texture. 
The feldspars measure as much as 0.5 inch, and some of them a little more. 
The rock consists, in descending order of abundance, of potash feldspar (miero- 
cline and orthoclase), smoky quartz, soda-lime feldspar (oligoclase), and black 
mica (biotite), together with accessory zireon and magnetite. The feldspar 
is slightly bluish. The contrast in shade between the polished and rough sur- 
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face -is marked, but the mica plates are sufficiently large and numerous to 
prevent a perfect polish. Although the texture of this stone is coarsish, 16 
is sufficiently fine to be well adapted for fluted columns and capitals. A test 
of its compressive strength made at the United States Arsenal at Watertown, 
Mass. (test 9087, 1893) gave an ultimate strength of 29,420 pounds to the 
square inch under pressure applied at right angles to the.rift. А similar test 
made by the engineering department of the School of Mines of Columbia 
University, in New York, gave an ultimate strength of 29,681 pounds. 

Тһе quarry, opened about 1855, measured іп 1905 300 by 350 feet and from 
15 to 45 feet in depth. 

Rock structure: The striking geologic feature is the rectangular curved joint 
described on page 37 and shown in Plate XIV, B. The sheets, 3 to 10 feet thick, 
dip from 10° to 15° W. and SW. The joint courses are shown in figure 42. 
Joints (A) recur every 100 feet and form a heading at right of curved joint, as 
shown in Plate XIV, B. The rift is vertical, with a course N. 50° W., not very 
pronounced. "There are small dikes and thick lenticular knots of very fine 
grained bluish-gray aplite. Dark-gray knots measure пр to 10 by 4 inches. Sap 
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Fiaurn 42.—Structure at White quarry, Bluehill, Maine. Тһе rectangular joint is shown 
by the dotted line. 


is confined to the upper sheets, and does not exceed 2 inches in width. There 
аге no rust spots. 

Transportation, by team to docks, one-third mile. 

The product is used for buildings and monuments, and the waste goes into 
paving blocks. Specimens: Woman's Hospital, New York; Mercantile Trust 
Co. апа Caledonian Insurance Co. buildings, St. Louis; basement story of 
Distriet of Columbia Munieipal Building; First Day and Night Bank, Delamar 
and Brokaw residences, New York; chemical laboratory of Pratt Institute, 
Brooklyn, М. Y.; chemical laboratory of Stevens Institute of Technology, Ho- 

‚ boken, М. J.; fountain with large monolithic bowl, Deep River, Conn. 

The Chase quarries are in the town of Bluehill, 3 miles east of Bluehill 
village, and north of Woods Point. Тһеу are no longer operated. 

Тһе granite (specimen D, XXVI, 38, a) is a biotite granite of medium to 
light-gray eolor and eoarse even-grained texture, the feldspar measuring up to 
0.8 inch in length. It consists, in descending order of abundance, of potash feld- 
spar (microcline and orthoclase), smoky quartz, soda-lime feldspar (oligoclase), 
and black mica (biotite), with accessory magnetite. The feldspars are milky 
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white with a slight bluish tinge, Тһе contrasts between the feldspar, quartz, 
and biotite are marked, more so than in the stone of the White quarry, because 
the feldspar is whiter, the quartz more smoky, and the biotite a trifle coarser. 
The following chemical analysis of this granite, made in 1896 by Ricketts & 
Banks, of New York, is inserted here merely for reference: 


Analysis of granite from Chase quarry, near Bluenill, Maine. 


: Per cent. 
Sili¢gs? (ВО н ей бе не tree ere: PESE Расе Pe ee 2 13. 02 
HELGE OU Sig Sal Cl Ope (HCO) rea ^ luto om nr а 2. 59 
Din үт САДО) аа seein Eois seriei eta eT ейин 16, 22 
Малер оче oxide. (MnO): У ott расне Dite 55-шы Trace. 
inet ACAD 6 men HHai-edp- ДИН ыса Г RE yee 0. 94 
Маовемаз:(МЕО?)ыа-заныні-езелей Ье ВО ұзаған Ттасе. 
iBorgsh*o( E360 дневни ср Hive Lpsinou-EitbsegT 12.213 34 8.42 
Soda, (Je10)eniaciestunidt- bee а = Н дрва. эта ван. 3. 60 
Sulphur y 8) reri aeaaaee None. 
Ib'usswand,sundelegmmipedo-. сс — Sees e 0. 21 


The same firm also made.a test of this granite (test 16606, 1899), which showed 
that it has an ultimate compressive strength of 23,400 pounds to the square inch. 

Тһе quarry, opened in 1872, consists of several openings on the top and east- 
ern slopes of a hill rising 220 feet above the sea in a distance of three-fourths 
mile. 

Rock structure: The sheets are up to 8 feet thick and are either horizontal 
or dip at a low angle. Vertical joints strike N. 50° W. and N. 40° E. Тһе 
rift is vertical, with a north strike. There are some small dikes of aplite and 
dark-gray knots. Sap occurs in the upper sheets several inches thick. In one 
of the openings the stone has occasional light rust spots 0.5 inch in diameter, 
due to the oxidation of some ferruginous mineral in very minute particles. 

Transportation, by cable road 1,400 feet from the main quarry to cutting shed 
and by locomotive track, 650 feet more, from shed to dock. : 

"The product was used for buildings. Specimens: New York Stock Exchange, 
Lyingin Hospital, Manhattan Trust Building, and Grand Union Hotel, Forty- 
second Street, New York; the General Thomas monument and the trimmings 
to the Bureau of Engraving and Printing, Washington; the League Island Dry 
Dock; and the post office at Harrisburg, Pa. 

Тһе Chase monumental granite: About 850 feet east of the upper opening 
is an area about 200 feet square, of a medium bluish-gray fine-textured, por- 
phyritic biotite-muscovite granite (specimen D, ХХУГ 39, a). The particles 
range from 0.07 to 1.1 millimeter in diameter, averaging about 0.37 millimeter. 
The isolated feldspars measure up to 0.25 inch across. The minerals, in de- 
Scending order of abundance, are potash feldspar (orthoclase and microcline), 
smoky quartz, soda-lime feldspar (oligoclase), black mica (biotite), and white 
mica (muscovite), with accessory magnetite. The feldspars are bluish gray. 
They have considerable intergrown quartz, and the rock is generally harder 
than the adjacent granite, which it probably traverses as a large dike. It has 
been quarried occasionally for local monumental use. 


SOUTH BROOKSVILLE. 


The Bucks Harbor quarries are at Bucks Harbor, South Brooksville. Op- 
erators, John T. Brady & Co., 103 Park Avenue, New York. 

The granite from an opening half a mile southeast of South Brooksville, 
(specimen D, ХХУІ, 46, a) is a biotite granite of light grayish-buff color with 


MAINE. 917 


conspicuous black mica, and is of coarse, inclining to medium, even-grained 
texture. It consists, in descending order of abundance, of a light cream-col- 
огей potash feldspar (microcline and orthoclase), smoky quartz, a milk-white 
soda-lime feldspar (oligoclase), and black mica (biotite), with accessory mag- 
netite. The oligoclase is partly altered to kaolin and'a white mica. A little 
pyrite was found at the quarry. 

The granite from an opening one-fourth mile northeast of South Brooksville 
(specimen D, XXVI, 47, a) is a biotite granite of medium-gray shade, with con- 
spicuous black mica, and coarse, even-grained texture. It consists, in descend- 
ing order of abundance, of a very light gray potash feldspar (microcline and 
orthoclase), slightly smoky quartz, a little soda-lime feldspar (oligoclase), and 
black mica (biotite). 

Both of these granites are bright from the contrasts of their minerals. 

The quarries consist chiefly of two openings, one lying half a mile southeast 
of the village measured in 1905 200 feet by 100 feet and 5 to 20 feet in depth; 
the other, one-fourth mile northeast of the village, was about 200 by 100 feet 
and from 5 to 10 feet deep. 

Rock structure: The sheets at these quarries, 2 to 8 feet thick, are either 
horizontal or dip 10°-15° W. Joints at the first opening strike N. 40° W., dip 
75° SW., and recur at intervals of 15 feet or more; also МЕ,, dipping 75° 8, 40° 
W. to 90°. The rift is vertical, striking N. 30? E. The sap is confined to the up- 
permost sheets. 

Transportation: The company owns two granite wharves, which afford 12 
feet of water at low tide. 

The quarries were idle in 1917. 


DEDHAM. 


The Brown quarry is in the town of Dedham, 14 miles east of Holden 
Station (Hast Holden post office) on the Maine Central Railroad, on the north- 
east side of a hill 840 feet above sea level 
and having a northwest-southeast axis. 
Operator, William J. Brown, East Hol- 
den. Idle since 1913. 

The granite (specimen D, XXVI, 108, 
а) is a biotite granite of dark-gray 
matrix with light-grayish feldspars and 
of very coarse porphyritie texture, with 
some evidence of distortion and crushing 
of its feldspars. These measure up to 
1.5 inches in diameter, and the black 
mica up to 0.3 inch. Тһе feldspars are 
generally twinned and in places of oval 
or roundish outline. The rock consists, 
in descending order of abundance, of pot- 
ash feldspar (orthoclase and microcline), 
smoky quartz, soda-lime feldspar (oligo- 
clase), and black mica (biotite), together 
with accessory zircon, apatite, and sec- 
ondary magnetite and chlorite. The 
quartz contains needles of rutile(?). Тһе orthoclase crystals contain zonally 
arranged quartz grains and biotite scales, and some of them are thinly rimmed 
with oligoclase or intergrown with it. Many small grains of quartz in the 
matrix indieate crushing. Тһе oligoclase is partly altered to kaolin and a white 
mica. 


FIGURE 43.—Structure at Brown quarry, 
Dedham, Maine. 
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Тһе rock takes a fine polish, but the durability of the polish under outdoor 
exposure is doubtful, owing to the large size of the mica scales. 
: Rock structure: The sheets, 2 to 6 feet thick, dip 15° SSH. Joint courses 
are given in figure 43. Joints (A) recur at intervals of 100 to 200 feet; (B) at 
intervals of 75 feet or more. Тһе rift is horizontal. Aplite dikes, 1 to 4 inches 
thick, eross the grain at a high angle. Мо knots are in sight. Sap, 1 to 2 
inches thick, is confined to the topmost sheet, 

Transportation, by cart 14 miles to cutting shed at Holden station. 

The product was used for bridge work. 


FRANKLIN, 


The Robertson quarry is in the town of Franklin. Operator, Harvey Е. 
Robertson, North Sullivan. 

The granite (specimen D, XXVI, 71, a) is a biotite granite of medium-gray 
shade and of coarse, inclining to medium, even-grained texture, with whitish 
feldspars up to 0.5 inch in diameter. Its constituents, in descending order of 
abundance, are potash feldspar (orthoclase and microcline), slightly smoky 
quartz, soda-lime feldspar (oligoclase), and black mica (biotite), with acces- 
sory magnetite and pyrite. The slight contrast between the shade of the quartz 
and that of the feldspar and the small size of the biotite scales produce a gen- 
eral lack of brilliancy in the rock. 

The quarry, opened in 1892, measured in 1905 800 feet from north to south 
by 300 feet from east to west and 5 to 15 feet in depth. It is drained by two 
siphons 800 and 1,000 feet long. 

Rock structure: The sheets, 2 to 8 feet thick, are mainly horizontal but on 
the west side dip 10° W. Тһе courses of joints and dikes are given in figure 44, 
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Ficurn 44.—Structure at Robertson quarry, Franklin, Maine. 


Joints (A) recur at irregular intervals. The rift is horizontal, and the grain is 
vertical, striking east-west. Aplite dikes are 2 to 8 inches thick, and the granite 
for about a foot on each side of them is close jointed. Knots are rather 
abundant and up to 2 feet across. The north-south joint face carries some pyrite. 
Sap is 2 to 8 inches thick along the sheets. No rust spots were detected. А 1-foot 
diabase dike, with its rim altered to epidote, forms the west wall of the quarry, 
and a 24 to 3 foot dike forms the south wall. For a space of 10 feet on each 
side of this dike the shade of the granite has been changed to a dark gray, 
and the rock is filled with close joints of low dip. The microscope shows that 
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the quartz particles and some of the feldspars are crossed by more ог less 
parallel cracks, from 0.25 to 1.25 millimeters apart. 

Transportation, by cart 1% miles to dock in bay. 

The product is used for curbing, both straight and circular, and for paving 
blocks and “random” stone. 

The Bragdon quarry is in the town of Franklin. Operator, L. С. Bragdon, 
Franklin. Idle since 1919. 

The granite is a biotite granite of medium-gray shade and medium, even- 
grained texture like that of the Crabtree & Havey quarry (specimen D, XXVI, 
69, a), in Sullivan (p. 219). Molybdenite was found in it. 2 

The quarry measured in 1905 300 feet from north to south by 150 feet from 
east to west and 10 to 20 feet in depth and is drained by a siphon pipe. 

Rock structure: The sheets, 2 to 6 feet thick, dip 107-15? W. Joints strike 
М. 12° E. and are spaced 150 feet. А 6-inch basic dike striking М. 12° E. 
forms the west wall. Another, a foot thick, strikes almost due east. 

Transportation, by cart 2 miles to wharf. 

The product is used for curbing (both straight and circular), paving blocks, 
and “random " stone. 


FIGURE 45.—Structure at T. M. Blaisdell quarry, East Franklin, Maine. 


The T. M. Blaisdell quarry is in East Franklin, 1 mile above the head of 
navigation, Operator, T. M. Blaisdell, East Franklin. 

Тһе granite (specimen D, XXVI, 76, a) is a biotite granite of a medium to 
dark gray shade and medium even-grained texture, with feldspars up to 0.25 
inch in length. ЈЕ consists, in descending order of abundance, of potash feld- 
spar (microcline and orthelase), slightly smoky quartz, lime-soda feldspar 
(oligoclase to oligoclase-albite), black mica (biotite), together with accessory 
magnetite and zircon. The effect of the slightly bluish-gray color of the feld- 
spar апа the light smokiness of the quartz is to prevent any contrast ‘of shade 
between these two minerals and also to darken the general color of the 
stone. 

The quarry. opened about 1875, measured in 1905 200 by 300 feet and was of 
varying depth. The working face on the north was 58 feet high. 4 

Roek structure: The sheets, from 2 to 18 feet thick, dip 10° МЕ, Owing to 
compressive strain; on the removal of load in quarrying, the bottom: sheet 
rises half an inch from the underlying one. The joint courses are shown in 
figure 45. (A) forms а heading on the northwest and southeast sides. (С) 
dips in places 45° М, The rift is horizontal, and the grain vertical, striking 
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northwest. Several parallel dikes of aplite up to 2 inches thick dip southwest 
at a low angle. In one 5-foot mass there are five of these. Sap is confined to 
the upper sheets. Black knots up to 8 inches across. 

Transportation, by cart a few hundred feet, thence by lighter a mile to 
schooners. 

The product is used for curbing, paving, bridges, docks, and “ random.” 

The W. B. Blaisdell quarry is in the town of Franklin, on the southeast 
side of Sullivan River. Operators, W. B. Blaisdell & Co., Franklin. 

"The granite (specimen D, XXVI, 78, b) is a biotite granite of medium-gray 
shade and medium, inclining to coarse, even-grained texture. It consists, in 
descending order of abundance, of potash feldspar (microcline and orthoclase), 
smoky quartz, soda-lime feldspar (oligoclase), and black mica (biotite), to- 
gether with accessory magnetite, zircon, apatite, and secondary cpidote and 
chlorite. The oligoclase is partly altered to a white mica. The feldspars are 
grayish and are therefore of almost the same shade as the quartz, which de- 
ргіуев the rock of marked contrasts. It is a little lighter than the specimen 
16, a, of the T. М. Blaisdell quarry, and is said to be a little softer. Е. С, 
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FicunE 46.—Structure at У. B. Blaisdell quarry, East Franklin, Maine. 


Sullivan, of this Survey, has tested the granite with warm dilute acetie acid 
and finds that it contains 0.15 per cent of CaO (lime), much MgO (magnesia), 
and 0.104 per cent of СО; (carbon dioxide). If all the CO» were allotted to 
CaO it would give 0.24 per cent of CaCO, (calcium carbonate) as the content in 
the granite. 

The quarry, opened about 1875, measured in 1905 300 by 250 feet and 15 to 35 
feet in depth. 

Rock structure: Тһе sheets, 6 to 7 feet thick, generally dip northwest at 
low angles. There is some “toeing in," owing to the overlapping of lenses. 
Joint and vein courses are given in figure 46. (A) forms a heading on the 
east side of quarry; (B) is on the north and south sides and is coated with 
calcium carbonate (calcite), as described on page 39. Тһе heading on the south 
has four joints 3 feet apart. (С) is coated with pyrite. Тһе rift is hori- 
zontal, and the grain vertical eastward. Тһе sap is from 1 to З inches thick. 
There are some knots пр to 6 inches across. 

Transportation, by “ lifters’ drawn by horses 1,000 feet to schooners at dock. 
The product is used Тог curbing (both straight and circular) and paving. 
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The Bianchi quarry lies between Mill Pond and Great Pond roads in West 
Franklin. Owner, Emerald Granite Co. (Stephen Bianchi), 46 Cornhill, Boston. 
Idle in 1921 and 1922. 

The granite (specimen D, XXXVIII, 25, a), “ Emerald granite," is an al- 
tered (saussuritized) gabbro (determination by E. S. Larsen, of this Survoy) 
of very dark greenish-gray color. It consists of a plagioclase feldspar near 
labradorite and of hornblende after pyroxene with very little pyrite. It takes 
а high polish, The polished face is black, irregularly speckled with pale blue- 
greenish gray, and cuts almost white. 

This “ black granite” is very suitable for inscribed monuments. 

The Bradbury quarry is in West Franklin, near {һе north end of Grape 
Pond. Operators, F. Bradbury & Sons, West Franklin. 

The granite (specimen D, XXVI, 77, a) is biotite granite of dark-grayish, 
slightly purplish color and of very coarse, somewhat porphyritic texture, with 
feldspars up to an inch in diameter and black mica plates up to 0.1 inch. It 
consists, in descending order of abundance, of a grayish-purplish potash feldspar 
(orthoclase and microcline), smoky quartz, yellowish-white soda-lime feldspar 
(basic oligoclase), and black mica (biotite), together with accessory magnetite, 
apatite, zircon, and secondary chlorite. Many of the grayish-purplish potash 
feldspars are rimmed with the yellowish oligoclase and are also intergrown 
microscopically with a plagioclase feldspar and with quartz. This granite is 
уегу striking in the contrasts of its minerals. Its quartz and feldspars take a 
high polish, but the large biotite scales are not favorable to the durability of 
the polish under outdoor exposure. 

The quarry is triangular in area, each side of the triangle measuring in 1905 
about 75 feet, and its depth in places 15 feet, which is the height of the work- 
ing face. Н 

Rock structure: Тһе sheets, 10 feet thick, are about horizontal. Joints strik- 
ing N. 70? W. and dipping high recur at intervals of 5 feet or more. There 
аге a few knots. 

Transportation, by cart to railroad about 900 feet. 

The product has been used for railroad culverts. 


LONG ISLAND (BLACK ISLAND). 


The Black Island quarries are in the northeastern part of Black Island, 
which lies south of Mount Desert, in the town of Long Island. Operator, in 
1905, Black Island Granite Co., New York. 

The quarries, opened in 1892, consist of two openings. Тһе upper one, about 
one-fourth mile south of the dock at the northeast corner of the island, 
measures 500 by 300 feet and from 10 to 40 feet in depth; the lower one, 
known as the “ Redcliff,” a little south of the dock, is about 100 feet square. 

Specimen D, XXVI, 81, a, from the upper quarry, is а biotite granite of 
light pinkish-gray color and medium, inclining to coarse, even-grained texture. 
It consists, in descending order of abundance, of potash feldspar (microcline 
and orthoclase), smoky quartz, soda-lime feldspar (oligoclase), and very little 
black mica (biotite), together with accessory titanite and magnetite. Both 
feldspars are light pink. Some of the potash feldspar is rimmed with oligoclase, 
which in places is part altered to kaolin and a white mica, The rock presents 
but faint contrasts of color and, owing to the small quantity of its mica, 
must needs. take a very fine polish, 

The granite (specimen D, XXVI, 39, а). “ Кейсі,” of the lower quarry is 
a biotite granite of medium pinkish-gray eolor and medium, inclining to coarse, 
even-grained texture. It consists, in descending order of abundance, of potash 
feldspar (microcline and orthoclase), smoky quartz, soda-lime feldspar (oligo- 
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clase), and very little black mica (biotite), together with accessory titanite, 
magnetite, and zircon. Both feldspars are pinkish. The oligoclase is largely 
altered to kaolin and a white mica. Its small content of mica must make this. 
granite suspectible of high polish. 

Rock structure: At the upper quarry the sheets, 8 inches to 5 feet thick, are 
horizontal, with minor undulations. Vertical joints strike N. 70? W., and 
recur at intervals of 100, 200, and 250 feet Тһе rift is parallel to these, but 
feeble. Sap, 3 inches thick, is confined entirely to the upper sheets, At the 
Redceliff quarry the sheets, up to 6 feet thick, bend over from the horizontal 
to 25° N. and NE. Vertical joints strike N. 77° E., recur at intervals of 50 feet. 
Another set, strike N. 35° E., abounds at the sides of the quarry but is scarce 
in the center. Joints of this strike are numerous along the north shore of 
the island. Тһе rift is vertical, with a N. 77° E. course. 

The product of the upper quarry was used for buildings, and its thin sheets for 
paving. That of the Redcliff quarry was used for monuments and columns. 
Specimen: Park Building, Brooklyn, N. Y. 

The quarries are now abandoned. 


MOUNT DESERT, 


The Hall or McMullen quarry is in the town of Mount Desert, southeast 
of the village of “Нап Quarry" and four-fifths mile north of the Robinson 
Mountains. Operator, Booth Bros. & Hurricane Isle Granite Co., 208 Broad- 
way, New York. 

The granite (specimen D, XXVI, 55, aa) is а biotite granite of general light- 
buff grayish color and coarse, inclining to medium, even-grained texture, It 
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FIGURE 47.—Structure at McMullen quarry, Mount Desert Island, Maine. The section 
shows the “toeing іп” of sheets, probably by faulting along the joints, 


consists, in descending order of abundance, of buff potash feldspar (orthoclase 
intergrown with plagioclase), smoky quartz, milk-white soda-lime feldspar 
(oligoclase), and.black mica (biotite), together with accessory apatite and a 
little secondary calcite within the oligoclase. The contrasts resulting from the 
different colors of the four minerals are attractive and must come out still 
more strongly on the polished surface. E. С. Sullivan, of this Survey, finds 
that it contains 0.014 per cent of CO. (carbon dioxide) and that warm dilute 
acetic acid dissolves traces, of CaO (lime) and MgO (magnesia). "This per- 
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centage of СО», if all allotted to Сао, would imply the presence of 0.08 per cent 
of СаСОз (calcium carbonate). Тһе microscope also shows the presence of a 
carbonate in very minute quantity. 

Тһе quarry, opened about 1880, measured in 1905 250 feet from north to 
south by 250 feet from east to west and was 50 feet deep at the west side. 

Rock structure: The sheets, 2 to 12 feet thick, dip 5°-10° N., S., and E. 
Тћеу are faulted along some: of the М. 25? W. joints, resulting in a toeing in 
of the sheets, which necessitates quarrying from west to east—that is, toward 
the hade of the faults, as shown in figure 47. 'The courses of the joints are 
shown in the same figure. (A) forms a heading on the west, dip 80° W.; (В), 
dip, 65? S., forms a heading on the north and recurs at middle of quarry; (C), 
dip 75°-80°NW., forms a heading on the south and recurs at irregular inter- 
vals. 'The rift is horizontal and the grain strikes about east. Sap along 
Some of the sheets is 3 inches thick and exceptionally 18 inches. Тһе granite 
along joints (A) and (B) for the space of a foot is bright reddish. (See p. 81.) 
The faces are greenish, probably from chlorite and epidote. Dark-gray knots 
measure up to 6 inches in diameter. 

Transportation, by track 800 feet to wharf, which is accessible to schooners 
of 20 feet draft. у 

Produet specimens: United States mint, Philadelphia ; basement of New York 
customhouse; Brooklyn anchorage to Manhattan Bridge; and bridge over the 
Potomae at Washington. 

Тһе Campbell & Macomber quarry is in the town of Mount Desert, half 
a mile north of the top of Robinson Mountain, at its foot, and two-fifths of a 
mile south of Hall Quarry village. 'This quarry is owned by Hale & Hamlin, 
of Ellsworth, Maine, but is no longer operated. 

The granite (specimen D, XXVI, 56 a), “Somes Sound pink," is a biotite 
granite of light pinkish-gray color and medium, inclining to coarse, even-grained 
texture. It consists, in descending order of abundance, of a delicate pink 
potash feldspar (orthoclase, with very little microcline), smoky quartz, milk- 
white soda-lime feldspar (oligoclase), and black mica (biotite), together with 
accessory magnetite, zircon, and apatite. It takes a fine polish. This stone 
differs from that of the McMullen quarry in the tint of its orthoclase. 

The quarry, opened about 1880, measured in 1905 150 by 200 feet by 20 feet 
in depth. 

Rock structure: The sheets, 2 to 6 feet thick, dip 10°-15° E. and exceptionally 
are thinner at the bottom than at the top of the quarry. The joints strike east, 
N. 12° E., and N. 52° E. The rift is horizontal, and the grain М. 75° Е. А dia- 
base dike, 24 feet wide, strikes М. 20° W. at the west side of the quarry. This 
is described on page 52. There are a few knots, but no sap. 

Transportation, by cart 1,600 feet to wharf on Somes Sound. 

Specimen buildings: Crocker residence, Darlington, N. J.; Danforth Library, 
Paterson, М. J.; First National Bank, Baltimore, Md.; Phenix National Bank, 
Hartford, Conn. 

The Snowflake quarry is on Mount Desert, about a quarter of a mile north- 
west of Hall Quarry village. Operator, Allen Granite Co., Mount Desert. 
Quarry abandoned. 

Тће granite (specimen D, XXVI, 58, a) is a biotite granite of medium-gray 
shade and fine texture, with porphyritic pinkish feldspars up to 0.4 inch in diam- 
eter. It consists, in descending order of abundance, of pinkish potash feldspar 
(orthoclase), smoky quartz, white translucent soda-lime feldspar (oligoclase), 
and black mica (biotite), together with accessory magnetite. The orthoclase 
is intergrown with a plagioclase. 

The quarry was in 1905 about 200 feet square and 5 to 10 feet deep. 
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Rock structure: The sheets, 6 inches to 3 feet thick, are horizontal. Joints 
forming a heading on the east side strike N. 20° W. and dip 75° W. А diabase 
dike, 6 to 10 inches thick, with course М. 20° W., traverses the entire quarry. 

The product is confined to paving blocks, which are carted about half a mile 
to the wharf. 

The Allen quarry, of the same concern as the Snowflake quarry, lies a 
quarter of a mile east of it. The granite closely resembles that of the Snow- 
flake. The sheets are 6 inches to 8 feet thick. Plate XVI, В, shows the sheets 
crossed by a diabase dike, which has a N. 15° W. course and is faulted in two 
directions. (See р. 51.) There are geodes of pink feldspar, quartz, and epidote. 

The Graves Bros. quarry is on Mount Desert, in the northern part of 
the village of Northeast Harbor; address, Northeast Harbor. This quarry is 
worked only occasionally, for underpinning. It is mentioned here оп ас- 
count of the exceptional character of the stone among Maine granites. This 
granite (specimen D, XXVI, 64, a) is a hornblende granite of general dark- 
gray shade and medium even-grained texture, consisting, in descending order 
of abundance, of greenish-gray and pinkish potash feldspar (orthoclase and 
microcline), with intergrown soda-lime feldspar (oligoclase-andesine), smoky 
quartz, and dark-green hornblende, together with accessory magnetite, apatite, 
and secondary chlorite. The feldspar is largely altered to a white mica. A 
similar granite occurs also 1j miles west-northwest of it, at the Carroll quarry, 
in the town of Tremont, at the south foot of Dog Mountain. (See p. 233.) 

Тһе quarry measured in 1905 100 by 50 feet and 10 feet in depth. Тһе sheets 
are up to 6 feet thick and dip 5°—10° W. There is much discoloration. 


STONINGTON DISTRICT. 
DISTRIBUTION AND GEOLOGY OF THE QUARRIES. 


The granite industry which centers in Stonington is distributed over ап 
area of about 4 miles square. (See map, fig. 48.) Some of the quarries are 
„а Deer Isle, others are south of it, on Crotch Island, so named from the inlet 
which divides it, and the rest are on neighboring islets. 

The southern half of Crotch Island, which measures about 1,500 feet from 
north to south, shows sheet structure very clearly. (See Pl. X, B.) The sheets 
slope northwest and southeast at angles of 10°, 15°, 20°, and 25° from its 
central part (140 feet above sea level), where they are horizontal. The east- 
west vertical joints are conspicuous from a distance, The Goss quarry has cut 
into the center of the arch and also on either side of it, while the Ryan-Parker 
quarry (РІ, ХІ, A) on the south is on the southeast slope of the sheets 
and of the hill. In the northern half of Crotch Island, at the lower quarry 
of the Sherwood Co. the coarse granites are in contact with a fine-textured 
one, which is also exploited. The contact line is vertical, but the sheets tra- 
уегзе both granites indifferently. The Stonington quarries embrace several 
varieties of granite. 

QUARRIES. 


The Ryan-Parker quarry is on Crotch Island, in its southeastern part, at 
Thurlow Head. (See fig. 48.) Operator, Crotch Island Granite Co., Grand 
Central Terminal, New York. Idle since 1916. 

The granite (specimen D, XXVI, 20, a), “ Crotch Island,” is a biotite granite 
of lavender-tinted medium-gray color and coarse, even-grained texture. It 
consists, in descending order of abundance, of very light lavender-colored 
potash feldspar (orthoclase and microcline), smoky quartz, milk-white soda- 
lime feldspar (oligoclase), and a little mica (biotite), rarely a plate of musco- 
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vite, together with accessory magnetite, titanite, zircon, and pyrite, partly 

altered to limonite. 'The potash feldspars measure up to 1 inch, and many 

of them are twinned and intergrown with a plagioclase. Тһе biotite plates 

do not exceed 0.1 inch across. Тһе oligoclase is generally much altered to a 

white miea and kaolin and forms rims about many of the pale lavender ortho- 

clase crystals. 

E. С. Sullivan, of this Survey, determined the presence of 0.44 per cent of 
CO, (carbon dioxide) and of 0.08 per cent of CaO (lime) and a little MgO. 
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Етаови 48.—Map showing location of quarries about Stonington, Maine, (Reduced from 
topographic map of Deer Isle quadrangle, U. S. Geol. Survey.) 


(magnesia) extractable with dilute acetic acid. To allot all the CO. to the 
CaO would give 0.10 per cent of calcium carbonate in the granite. 

This is a very handsome granite. It is coarse-textured and is therefore 
largely used for massive construction. Its polished surface is attractive on 
account of the contrasts between pale lavender, white, and black particles, and 
it is therefore in demand for base courses and wainscoting. 

The quarry, opened about 1880, measured in 1905 about 700 by 300 feet, and 
from 20 to 75 feet in depth, averaging about 35 feet. (See Pl. XI, A.) 

Rock structure: The sheets vary and increase in thickness downward and 
dip 20°-25° SE. Joint courses are shown in figure 49, (А) dips 80° and forms 
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а heading on the north, and (B) also forms one. Both (A) and (B) are in- 
frequent. Тһе rift is vertical and trends М. 60% W. Sap is 6 to 12 inches thick 
on either side of joint (B). 

Transportation to wharves is by means of gravity on tracks 75 and 100 
feet long. t 

The product is used chiefly for massive construction and for buildings. 
Specimens: Piers of Blackwells Island Bridge and retaining wall of Riverside 
Drive, New York. 
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FIGURE 49.—Structure at Ryan-Parker quarry, Crotch Island, Maine. 


The Goss quarry is on Crotch Island, adjacent to and north of the Ryan- 
Parker quarry, on Thurlow Head. (See fig. 48 and Pl. X, B.) Operator, 
John L. Goss Corporation, Stonington. 

The granite is a biotite granite, identical with that of the Ryan-Parker 
quarry (specimen 20, a), described on page 224, 

The quarry, opened about 1872, measured in 1905 about 350 feet square, 
with a maximum depth of 120 feet and a minimum of 10 feet. 


N 


Figure 50.—Structure at Goss quarry, Crotch Island,. Maine. 


Rock structure: The sheets, 1 to 80 feet thick, increase rapidly in thickness 
downward. They are horizontal in the center of the quarry, but south of it dip 
up to 20° SE. and north of it as steeply to the northwest. The joint courses 
and rift are shown in figure 50. Of (A) there are only two or three in the 
quarry. Their faces are coated with epidote. There is no sap. 
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Transportation, by three tracks—one 100, one 400, and one 500 feet long— 
from quarry to dock; cars propelled by cable engines. 

Тһе product is used chiefly for bridges and buildings. Тһе small beds are 
worked into paving blocks. 

Specimens: Post office, Lowell, Mass.; courthouse, Dedham, Mass.; Mer- 
chants National Bank, New Bedford, Mass.; Larz Anderson Bridge, Cam- 
bridge, Mass.; picture gallery of Museum of Fine Arts, Boston; Pilgrim 
Monument, Provincetown, Mass.; publie library, Laconia, М. H.; Ninth Regi- 
ment Armory, trimmings of University Heights Bridge, New York; Rockefeller 
fountain, Pocantico Hills, N. Y.; National Security Bank, Los Angeles, Calif. 

"Phe Benvenue quarry was opened by the Benvenue Granite Со. in 1906 on 
the west side of Crotch Island, but the company went out of business іп 
1915. Тһе granite is identical with that of the Ryan-Parker and Goss 
quarries, 

Тһе Sherwood quarries are north of Mill Cove, Crotch Island. Operator, 
S. Olinton Sherwood, 14 Wall Street, New York. (See fig. 48 for location of 
quarries.) Idle since 1907. 

The granite of the lower and northern quarry (specimen D, XXVI, 25, a) 

15 а biotite-muscovite granite of light-gray shade, with a very slight buff 


FicUnE 51.—Relations of fine biotite-muscovite granite (B) to coarse biotite granite (А 
and C) and of sheet structure to both at north end of Sherwood lower quarry, Crotch 
Island, Maine. Length, 9 feet, 


tinge, and of very fine texture, most of its particles ranging in size from 
0.11 to 1.1 millimeters, the average diameter being about 0.45 millimeter. There 
are, however, a few quartz particles and feldspar crystals 0.25 inch across, 
and of the latter rarely 0.5 inch in length, so that the rock has a porphyritie 
texture. "The constituents, arranged in descending order of abundance, are 
potash feldspar (microcline and orthoclase), smoky quartz, soda-lime feldspar 

(oligoclase), black mica (biotite), and ‘white mica (muscovite), together with 
accessory magnetite and secondary epidote. The oligoclase is largely altered 
to a white mica and kaolin, and all the feldspars are in places intergrown with 
quartz circular in cross section. 

The lower quarry, opened in 1889, is triangular in area; in 1905 each side was 
75 feet long and 40 feet deep, two of them working faces. 

"Rock structure: The sheets, 2 to 8 feet thick, d'p 5°-10° W. Joints, dip- 
ping 70° 5. to 90° and striking М. 75° E., recur at intervals of 1 to 10 feet. 
The rift is vertical, with strike N. 60° W., as at the south quarries of the cove. 
The relations of this fine granite at the north end of the quarry to the coarse 
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granite of the island are shown in figure 51. The fine granite probably 
represents a later eruption through the coarser. (See p. 34.) 

Transportation, by track 100 feet to wharf. 

This quarry is worked only on special orders. 

Тһе product is used for monuments, bases, etc. 

The granite of the same firm's upper quarry, opened in 1890 (specimen D, 
XXVI, 26, b), is a biotite granite of general pink'sh-buff color and coarse even- 
grained texture, consisting of p'nkish-buff potash feldspar, smoky quartz, 
cream-colored soda-lime feldspar, and black mica. The potash feldspar 
measures up to an inch or more in length, and the biotite scales 0.1 inch. This 
stone appears to be identical with that of the Latty quarry on Green Isle 
(specimen D. XXVI, 28, a). 

The upper quarry in 1905 was 200 by 100 feet and averaged about 15 feet 
in depth. 

Rock structure: The sheets, 1 to 5 feet thick, dip 5°-10° Е, and У. Vertical 
joints strike N. 50°-60° W. and parallel to the rift. For a space of 50 feet 
across the middle of the quarry these recur at intervals of 2 to 8 feet. 
Another set, less numerous, strike М. 25° W. апа dip 60° Е. There is an 
irregular. tapering dike of pegmatite, with pink and white feldspar, biotite, 
and muscovite. Тһе sheets in the upper part of the quarry have “shakes” 
for 2 to 3 inches from their surface. 

Transportation, by cable and engine along 900-foot track to dock on east 
side of island. 

The product consists of random stone. 

The St. Helena quarry is on St. Helena Island (see map, fig. 48) 2 miles 
southeast of Stonington. Operators, Benisch Bros., 895 Jamaica Avenue, 
Brooklyn, N. Y. Idle since 1917. 

The granite is reported by the operator as like that of the Goss quarry on 
Crotch Island, described on p. 226. 

Product, specimen: Marine wireless operators’ monument, New York. 

The Latty quarry is in the southeastern part of Green Island, 1 mile south- 
east of Stonington. (See map fig. 48.) Operator, Latty Bros. Granite Co., 
Stonington.” Quarry abandoned. 

The granite (specimen D, XXVI. 28, а) is a biotite granite of pinkish-buff 
color and coarse, even-grained texture, cons'sting of a pinkish-buff potash 
feldspar, smoky quartz, cream-colored soda-lime feldspar, and black mica, 
The potash feldspar measures пр to an inch, and the biotite up to 0.15 inch 
in diameter. The stone appears to be identical with that of the upper quarry 
of the Sherwood Co., on Crotch Island. 

Rock structure: The sheets, 6 feet to 6 feet 8 inches thick, dip gently south- 
east. There are vertical joints striking N. 45° W., spaced 6 to 12 feet, also 
forming a heading. The rift is vertical, with course N. 60° W. 

The quarry was opened in the spring of 1905. 

Transportation, by a 100-foot track to wharf. 

The Stonington quarry is on the west shore of Spruce Island, 34 miles east- 
southeast of Stonington. (See map, fig. 48.) Quarry opened in 1905, now 
abandoned. | 

The granite (specimen D, XXVI, 27, a) is a biotite granite of pinkish-buff color 
and very coarse, semiporphyritie texture. It consists of a pinkish-buff potash 
feldspar in crystals measuring up to 1.25 inches in diameter, smoky quartz, 
eream-colored soda-lime feldspar (oligoclase) in particles and crystals up to 
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0.5 inch in diameter, and black mica in seales measuring up to 0.15 inch across. 
Тһе contrasts between the two feldspars and the miea are strong. Тһе smoky 
quartz is a little darker than the potash feldspar. Some of the pinkish-buff 
feldspar is rimmed with the cream-colored one. 

Rock structure: The sheets, 5 to 8 feet thick, dip about 40° У. Vertical 
joints strike М. 45° E., М. 45^ W., and N. 80° Е. 

Тһе Moose Island quarry is in the southeastern part of Moose Island, three- 
fourths mile west-southwest of Stonington. (See map, fig, 48.) Operator, John 
L. Goss Corporation, Stonington. 

The granite is а biotite granite identical with that of the Goss and Ryan- 
Parker quarries on Crotch Island (specimen D, XXVI, 20, a), described on 
page 224. 

The quarry, opened in 1878, measured in 1905 600 by 200 feet and averaged 
about 17 feet in depth. 

Rock structure: The sheets, 1 to 7 feet thick, dip 5°-10° E. Vertical joints, 
strike М. 80°-85° W., recur at intervals of 200 feet and form a heading on north 
side of quarry. There is no perceptible rift, and the rock does not split well 


Етегвв 52,—Structure at Settlement quarry, on Deer Isle, near Stonington, Maine. 


when frozen, The 15-inch aplite vein, described on page 48, has a N. 80° W. 
course. Sap, 1 to 2 inches thick, is confined to the upper sheets. 

Transportation, by track 200 feet to wharf, 

Specimen structures: Gate house at Central Park and steps of Columbia 
University, New York; trimmings of Hampton Dormitory, Cambridge. Mass, 

The Settlement quarry is on Deer Isle, on Settlement Hill east of Webb 
Cove, 2 miles northeast of Stonington. (See map, fig. 48.) Owner, Rodgers 
Granite Corporation, 271 West One hundred and twenty-fifth Street, New York. 

The granite (specimen D, XXVI, 22, a) is a biotite granite of medium-gray, 
slightly lavender tint, blotched with cream white, and of coarse texture. It 
consists, in descending order of abundance, of a very light lavender-colored 
potash feldspar (microcline and orthoclase), smoky quartz, slightly cream- 
colored soda-lime feldspar (oligoclase), and black mica (biotite), together with 
accessory magnetite, titanite, and apatite and secondary chlorite. Some of the 
potash feldspar is rimmed with oligoclase. The feldspars measure up to 1 inch, 
and the biotite plates are under 0.1 inch. The contrast between the two feldspars 
and the mica is strong, but that between the quartz and the potash feldspar is 
feeble. 


980 COMMERCIAL GRANITES OF NEW ENGLAND. 


The quarry, opened in 1900, consisted іп 1905 of two quarries—one near the 
top of the hill, 500 by 400 feet and 10 to 18 feet in depth; the other, on its 
west side, 600 by 60 feet and up to 14 feet in depth. 

Rock structure: The sheets, 6 inches to 16 feet thick, dip 107-159 N. and S., 
away from the top of the hill. Joint courses are shown in figure 52. (А) 
occurs but once; (В) recurs at intervals of 500 feet. Тһе rift is vertical, 
with a course of М. 60°—65° W. There are granite dikes 4 to 12 inches thick. 
(See description on p. 41.) Knots are rare and small Pyrite occurs very 
rarely. 

Transportation, by locomotive and 2,500 feet of track. Тһе distance from 
upper quarry to eutting shed is 1.000 feet, and from cutting shed to wharf is 
600 feet. 

The product is used for massive construction. Specimens: Dry dock, Norfolk, 
Va.; base and approach for addition to Bancroft Hall, United States Naval 
Academy, Annapolis, Md.; fish pier, Boston; sea wall, Providence, В. I.; re- 
taining wall, Riverside Drive (One hundred and thirty-eighth Street to end); 
Brooklyn and Manhattan approaches and piers to Manhattan bridge, New 
York. Quarry now leased to Geo. A. Fuller Co., New York, and supplying part 
of the stone for the new courthouse in New York. 


SULLIVAN, 


The Crabtree & Havey quarry is in the town of Sullivan, three-fourths 
mile from Sullivan River. Operators, H. H. Havey & Co., North Sullivan. 

The granite (specimen D, XXVI, 69, b) is a biotite granite of medium-gray 
shade and fine to medium even-grained texture. It consists, in descending 
order of abundance, of milk-white potash feldspar (microcline and orthoclase), 
smoky quartz, milk-white soda-lime feldspar (oligoclase), and black mica (bio- 
tite), together with accessory magnetite. The stone from the lower sheets is 
a trifle darker than that described above, which represents the stone of the 
upper sheets. The difference lies in the feldspar. 

The quarry, opened in 1865, measured in 1905 300 feet from north to south, 
200 feet from east to west, and 10 to 50 feet in depth. А 

Rock structure: The sheets, 3 to 8 feet thick, dip 10° W. and NW. In the 
center of the quarry they have a lenticular form (Pl. XIII, A, B). Vertical 
joints strike М. 807-85? W., forming a heading on the north, also М. 107-209 
E., bounding the quarry on the east. A diabase dike, 3 feet wide, occurs on the 
west side, faulted in two piaces with a displacement showing a thrust from 
the east. Тһе rock contains many knots, some of them 6 inches and a few 
3 feet in diameter. Sap occurs along the sheets, but not invariably. 

Transportation, by cart three-fourths mile to wharf. 

The product is used mainly for curbing and crossings. The small beds go 
into paving blocks. 

The Stimson quarries are in Sullivan. Operator, Ernest C. Gordon, Sul- 
livan. 

The granite (specimen D, XXVI, 67, (a) is a biotite granite of medium- 
gray shade and fine to medium even-grained texture, consisting, in descend- 
ing order of abundance, of gray potash feldspar (orthoclase and microcline), 
smoky quartz, grayish soda-lime feldspar (oligoclase), and black mica 
(biotite), together with accessory magnetite. Тһе biotite plates measure up 
to 0.15 inch across. Contrasts are slight, owing to similarity in color of quartz 
and feldspar. 

The quarries consist of three openings, the main one of which is 200 feet 
square and from 15 to 80 feet deep. 
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Rock structure: The sheets, 1 to 5 feet thick, are horizontal, with slight 
undulations. Vertical joints strike М. 65% W., forming headings on the 
north and south sides, also north, and are coated in places with pyrite. The rift 
is horizontal. A vertical dike of aplite 1 foot 7 inches thick has а М. 10°—15° W. 
course. The amount of sap is small Dark-gray knots up to 2 inches and 
exceptionally 7 inches in diameter occur. А 

Тһе produet is carted half а mile to а wharf. 

The Dunbar quarry is 23 miles northwest of Sullivan village, in the town 
of Sullivan. Operators, Dunbar Bros., Sullivan. 

The granite is a biotite granite of medium-gray shade and coarse inclining 
to medium even-grained texture like that of the Robertson quarry, in Franklin, 
deseribed on page 218. 

The quarry, opened in 1901, measured in 1905 250 by 100 feet and 4 to 8 
feet in depth. 

Rock structure: Sheets, 2 to 12 feet thick, undulate with a general easterly dip 
of 10°. Vertical joints strike М. 80—85° Е. forming a heading on south side 
of quarry, and М. 60? E. with a heading; also exceptionally М. 5°—10° E. Тһе 
rift is horizontal. А diabase dike, 8 to 16 inches thick, has a course N. 202-259 
E. and rims of epidote, as described on page 52. There is little or no sap, and 
knots are few. и 

Transportation, by cart 13 miles to wharf. 

Тһе product is random stone, curbing, and paving. 

Hooper, Havey & Со. quarry is in North Sullivan. Address, North 
Sullivan. 

Тһе granite is a biotite granite of medium-gray shade and fine to medium 
even-grained texture, like that of the Crabtree & Havey quarry (specimen 
D, XXVI, 69, a, described on page 230. 

'The quarry, opened about 1894, measured in 1905 300 by 150 feet by 15 to 
20 feet in depth. 

Rock structure: 'The sheets, 6 inches to 6 feet thick, are gently undulating and 
horizontal. Vertical joints strike М. 20-25% E., forming the west side of quarry, 
and also east, forming a heading on its north side. Тһе rift is horizontal, and 
the grain vertical, east-west. The rock is evidently under a compressive east- 
west strain, as it tends to fracture in a north-south direction across the grain, 
without regard to knot holes. Тһе knots are small. = 

Transportation, by cart half a mile to wharf. 

The product is random stone and street material, and curbing (straight and 
circular), crossings, and -paving blocks. 

The Pettee quarry (black-granite) is three-fourths mile north of Hast 
Sullivan, on the road to Tunk Pond. Owner, J. A. Pettee, East Sullivan. 

This rock (specimen D, XXVI, 80, b) is a mica-quartz diorite of very dark 
gray shade and fine to medium texture with occasional рогрћугије whitish 
feldspar up to 0.25 and rarely 0.5 inch. It consists, in descending order of 
abundance, of white translucent soda-lime feldspar  (oligoclase-andesine), 
black hornblende, opalescent quartz, black mica (biotite), and magnetite, to- 
gether with accessory titanite, apatite, and pyrite. It takes a fine polish, and 
the contrast between polished and cut surfaces is marked. The diorite of Hast 
Sullivan is referred to by W. О. Crosby " in a paper on the geology of French- 
mans Bay. 3 

The quarry, which is only 15 by 15 feet and 8 feet deep, is on the west side of 
a knoll 20 to 25 feet high. 

Rock structure: Vertical joints, strike М. 25° W. and М. 85° W., recur at 
intervals of 1 to 5 feet. Тһе rock splits in these directions, also horizontally. . 


вт Boston бос, Nat. Hist. Proc, vol. 21, p. 110, 1880. 
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There are whitish bands or veins 0.5 inch thick, consisting almost entirely of 
the feldspar and quartz. 

This stone is quarried occasionally in small blocks for monuments. 

The Sinclair prospect (black-granite) is 1$ miles north of East Sullivan, 
on Herbert and Thaddeus Sinclair’s (formerly Smith Bean’s) farm, near 
Charles Dowel’s sawmill. 

This rock (specimen D, XXVI, 82, a) is a mica-quartz diorite of almost 
black shade, with white blotches, of medium to coarse porphyritie texture. It 
consists, in descending order of abundanee, of bluish opalescent quartz, whitish 
soda-lime feldspar (oligoclase-andesine), and potash feldspar (microcline and 
orthoclase), black hornblende, and black mica (biotite), together with acces- 
sory magnetite, pyrite, titanite, and apatite. Some of the feldspars measure 
nearly an inch in length. 

The ledge is exposed for a length of 50 feet north-south and a height of 20 
feet. A vertical joint strikes N. 20° W. An opening 10 by 5 feet and 5 feet 
deep was made here in 1902. 

SWANS ISLAND. 


The Baird quarry is on Swans Island, east side of old harbor, not quite 1 
mile east of Swans Island village and three-fourths mile southeast of Minturn. 
Operator, Matthew Baird Contracting Co., 488 East Ninety-second Street, New 
York. Idle since 1917. 

The granite (specimen D, XXVI, 34, a) is a biotite granite of medium pinkish- 
buff color and of medium inclining to coarse even-grained texture. It consists, 
in descending order of abundance, of a pinkish-buff potash feldspar (orthoclase 
апа microcline), smoky quartz, a milk-white soda-lime feldspar (oligoclase), 
and black mica (biotite), together with accessory magnetite and, rarely, a little 
greenish hornblende. Тһе potash feldspars are intergrown with plagioclase 
and measure up to 0.5 inch or more, but most of the biotite is considerably 
under 0.1 inch. Тһе stone takes a good polish, but the contrast between the 
polished and rough surface is feeble, owing to the smallness of the biotite scales. 
Тһе contrasts are mostly between the quartz and the feldspars. Тһе company 
reports a test of crushing strength between 18,000 and 19,000 pounds to the 
Square inch. 

'The quarry, opened in 1901, measured in 1905 500 by 250 feet, with an average 
depth of 15 to 18 feet. 

Rock structure: The sheets, 1 to 7 feet thick, dip 15? S. Vertical joints, 
striking М. 45° E., recur at intervals of 50 feet; others, striking М. 80° W., recur 
but twice as continuous joints. Тһе rift is vertical north-south. бар is confined 
to the sheets of the upper 8 feet. Хо knots or veins. 

Transportation, by gravity and cable on track 1,200 feet to wharf. 

The product is random, dimension, and paving stone, which go to New York, 
where the firm has its cutting works. 

Тһе Toothachers Cove quarry is near the end of that cove, in the western 
part of Swans Island, 1% miles north-northwest of Swans Island village. 
Quarry disused in 1905; also in 1917. М 

The granite (specimen D, XXVI, 33, a) is a biotite granite of medium pinkish- 
gray color and coarse, even-grained texture, with feldspars up to 0.75 inch and 
biotite fully 0.1 inch. It consists, in descending order of abundance, of light- 
pink potash feldspar (orthoclase), smoky quartz, cream-colored soda-lime feld- 
spar (cligoclase), and black mica (biotite), together with accessory magnetite 
and titanite. The orthoclase is intergrown with plagioclase. The oligoclase is 
altered to a white mica. The contrasts between the four minerals are marked. 

The quarry in 1905 was 50 by 25 feet, with a working face 20 feet high. There 
are two other small openings. 
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TREMONT. 


The Carroll quarry is in the town of Tremont, on Mount Desert Island, 
at Southwest Harbor. Operator, John Carroll, Southwest Harbor. 

The granite (specimen D, XXVI, 65, a) is a hornblende granite of pinkish- 
greenish medium-gray color and medium even-grained texture, consisting, in 
descending order of abundance, of pinkish-greenish potash feldspar (micro- 
cline), smoky quartz, very dark green hornblende, and very little black mica 
(biotite), together with accessory magnetite and zircon and secondary chlorite. 
The microcline is intergrown with quartz and soda-lime feldspar (oligoclase- 
andesine) and is largely altered to kaolin and a white mica. This granite is 
like that of the Graves quarry (specimen D, ХХУ, 64, a, p. 224) but is fresher. 

The quarry is 100 feet from north to south by over 30 feet from east to west 
and in 1905 had a working face on the east 15 feet high. The sheets, 6 inches 
to 8 feet thick, are horizontal at the north end but dip 10° 8. at the south end. 
Vertical joints strike N. 75° E. and N. 509-529 W. Knots are abundant and 
are up to 2 feet in diameter. 

The quarry is worked only occasionally, and the stone is used locally for 
foundations. 

KENNEBEC COUNTY. 


HALLOWELL. 


The Stinchfield quarry is in the town of Hallowell, 24 miles northwest of 
the city of Hallowell, on the southern part of Lithgow Hill (See map, РІ. IX.) 
Operator, Hallowell Granite Works, C. B. Paine, receiver, Hallowell. 

Тһе granite (specimen D, XXVI, 111, a), * Hallowell," is a biotite-muscovite 
granite of light-gray shade and fine texture, with porphyritie feldspars usually 
about 0.25 inch in diameter. It consists, in descending order of abundance, of 
slightly bluish translucent potash feldspar (orthoclase and microcline), smoky 
(light) quartz, soda-lime feldspar (oligoclase) of the same color as the other, 
black mica (biotite), and white mica (muscovite), together with accessory 
garnet, zircon, and apatite. The oligoclase is usually undergoing alteration 
to kaolin and a white mica and contains intergrowths of quartz circular in 
cross section. Exclusive of the porphyritic feldspars, the general diameter of 
the particles ranges from 0.25 to 1.0 millimeter, averaging about 0.65. Тһе 
micas are thickly disseminated. The stone takes a fine polish and the polished 
face has a slight bluish tinge. A microscopic description of “ Hallowell granite ” 
will be found in Merrill’s “ Stones for building and decoration," pages 63, 64. 

Е. О. Sullivan, of this Survey, found that this granite contains 0.060 per 
cent of СО. (carbon dioxide) and that warm dilute acetic acid dissolves 0.08 
per cent of CaO (lime) and a trace of MgO (magnesia). If all of this CO; 
is assigned to the CaO, the rock contains 0.14 per cent of CaCO; (calcium car- 
bonate). The lime extracted by this process is in addition to that combined with 
silica in the soda-lime feldspar. The thin sections from the Tayntor quarry 
stone, which is essentially the same, show a little carbonate (see p. 235), and the 
same mineral must occur also in this granite, but in very minute quantity. 

A test of the crushing strength of this granite made by Ricketts & Banks 


yielded the following results: 
Pounds per 
square inch. 
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The difference in the two cubes is attributed to some imperfection in the 
second one. 

The quarries were opened about 1826. Тһе Stinchfield quarry measures 600 
feet from northeast to southwest by 400 feet across and in 1905 was 30 to 60 
feet deep. (See Pl. XII, B.) The Longfellow quarry (not in operation, but 
filled up to 20 feet with water), southwest of the Stinchfield and communicat- 
ing with it, measures about 400 by 200 feet and from 50 to 70 feet in depth. 
The stripping comprises up to 20 feet (increasing northwestward) of yellowish 
sandy clay with small boulders near the top. 

Rock structure: The most striking features in these quarries are the gradual 
increase in the thickness of the sheets downward (partly shown in РІ. XII, В), 
from 4 inches to 14 feet, and the evidence of strain afforded by the numerous 
headings and joint systems shown in figure 58, also the evidence of weathering 
afforded by the decomposition and discoloration along these headings. Тһе 
sheets range from the horizontal to an inclination of 15° NE. Many of them 
stop at the joints, probably owing to faulting; some taper out and overlap. 
Plate XVII, B, a view of a part of the northwest wall of the Longfellow quarry, 


N 


FicuRE 53.—Structure at Stinchfield and Longfellow quarries, near Hallowell, Maine. 


shows the intersection of headings of joint systems (C) and (D). Joints (A) 
are spaced from 10 to 15 feet. (B) forms a heading 50 feet wide on the south- 
east wall, weathered yellow to a depth of 50 feet from the rock surface. Joints 
(О) are spaced from 5 to 70 feet. In a 2-foot heading of (C) on the southwest 
wall the joints recur at intervals of 2 inches to 0.5 inch and are coated with 
quartz crystals. Joints (D) form two headings, 10 feet wide, on the southeast 
wall, containing а bed of sand a foot thick and 80 feet deep ог long. Joints (E) 
аге discontinuous and grooved and polished from motion. Large areas of 
some of the joint planes in the Longfellow quarry are covered with frostlike 
erystallizations of oxides of iron and probably of manganese. Тһе rift is hori- 
zontal; the grain is vertieal, М, 25? W., but feeble. А 2-foot pegmatite dike 
contains milk-white oligoclase, smoky quartz; muscovite, biotite, and 1-inch 
garnets. Knots occur up to 0.75 inch across, exceptionally 1 by 8 inches. Тһе 
sap is very marked along the joints and up to a foot thick. Тһе concentric 
growth of ferruginous stain is shown in the heading photographed. 
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Transportation, by cart 24 miles to railroad or to wharf on Kennebec River 
at Hallowell, accessible to schooners of 12-foot draft. у 

Тһе product is used for buildings and seulpture. It lends itself rémarkably 
well to delieate ornamental work and statuary, as is shown by Plate XX, a 
reproduction of a photograph of a panel at the entrance to the Bank of Com- 
merce in New York, and by Plate XXI, representing a statue on the Hall of 
Records in the same city. In 1905 about seven-eighths of the produet went 
into building and one-eighth into carved work. Speciment buildings: Capitol, 
Albany, N. Y.; Marine National Bank, Buffalo, N. Y.; Hall of Records (includ- 
ing its statuary), Brooklyn Savings Bank, New York; Masonic Temple, Boston; 
academic and library buildings, United States Naval Academy, Annapolis, Md.; 
vestibule of Terminal Station, Chicago; Northwestern Insurance Села build- 
ing, Milwaukee; Savings Bank, Bangor, Maine. Specimen monuments and stat- 
ues: Statue on Pilgrim monument, Plymouth, Mass.; national monument, York- 
town, Va.; New York State monument, Gettysburg, Pa.; soldiers monument, 

N 
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Figura 54.—Structure at Tayntor (Melvin) quarry, near Hallowell, Maine. 


New Haven, Conn.; Richard M. Hunt monument, Central Park, New York; bat- 
Uefield monument, Trenton, М. J. In 1922 the quarry was leased to Сео. A. 
Fuller Co. and was supplying part of the stone for the new courthouse in 
New York. 

The Tayntor quarry (Melvin quarry) is in the town of Hallowell, 2 miles 
north-northwest of the city.of Hallowell. It is now owned by the Hallowell 
Granite Works, but has not been operated for several years. 

The granite, “ Hallowell,” is a biotite-muscovite granite of light-gray shade 
and fine (but porphyritic) texture, identical with that of the Longfellow and 
Stinchfield quarries (specimen D, XXVI, 111, a), described on page 233. Тһе 
general diameter of particles, exclusive of the porphyritic crystals, ranges from 
0.25 to 1.25 millimeters. One of the small porphyritic oligoclase crystals meas- 
uring 2,25 millimeters in diameter shows calcite between its cleavage planes. 
Calcite appears also independently in plates up to 0:5 millimeter across. E. C. 
Sullivan, of this Survey, found that it contained 0.146 per cent of CO; (carbon 
dioxide) and that warm dilute acetic acid extracted 0.24 per cent of CaO 
(lime) and no magnesia. Тһе CO; found corresponds to 0.33 per cent of CaCOs 
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(calcium carbonate). The difference in the result of the test of this and the 
test of the Stinchfield quarry stone may not hold good of the stones in general. 
The average of both tests, or 0.285 per cent for the lime carbonate of both. 
stones, may be nearer the truth. 

The quarry, opened before 1840, measured in 1905 520 feet М. 30? W. to В. 
20° E. by 275 feet across and from 10 to 40 feet in depth., The deeper part of 
it is 275 by 150 feet and 40 feet deep. 

Rock structure: In places there is a vertical flow structure with course М. 
85° W., апа where it occurs it is the direction of easiest fracture. The sheets 
measure 1 foot to 6 feet 6 inches (the thicker being the lower ones), and are 
horizontal. The joint and dike courses are shown in figure 54. (A) recurs at. 
intervals of 20 to 200 feet, and forms one heading, which does not extend be- 
yond a depth of 15 feet from the rock surface. (B) in places dips steep north, 
recurs at intervals of 10 to 40 feet, and forms headings in the northern haif 
of quarry. The rift is horizontal, and the grain vertical, N. 70° W., but feeble. 
Figure 54 shows the courses of the pegmatite dikes; (a) dips 45° N. and is 4 
inches thick, (b) dips 65° E. and is 8 inches thick, (c) dips N. and is 3 inches. 
thick. Pegmatite lenses 2 feet thick also occur. In the northern part of the 
quarry there is a band of dark knots, from 5 to 25 feet wide, with а М. 10° Е. 
course, but the rest of the quarry is free from knots. The glaciated surfaces. 
and the sheet surfaces are free from sap except near the headings, where it 
extends for 6 inches from each sheet and joint face. Тһе granite is here under 
compressive strain, for the cores between the contiguous borings made in 
channeling become crushed, and on two occasions spontaneous vertical east- 
west fractures 40 feet long occurred through a sheet 4 feet inches thick, diag- 
onal to two rectangular “ channels." 

Transportation, by rail 2 miles to cutting shed at dock. 

The product was used for monumental work. Specimens: General Slocum 
monument, Gettysburg, Pa.; State of Maine monument, Andersonville, Са, ; 
New York State monument, Lookout Mountain (Craven House), Tenn.; sol- 


-diers monument, Pittsfield, Maine; Dunlap mausoleum (Corinthian style, 


16 by 28 feet) and Ziegler mausoleum (Grecian Doric style, 25 by 34 feet, after 
the temple at Paestum), Woodlawn Cemetery, New York; General Miles. 
mausoleum, Arlington, Va. 


KNOX COUNTY. 
MUSCLE RIDGE PLANTATION. 


The High Isle quarry is in Muscle Ridge Plantation, 93 miles south-south- 
east of Rockland. Operators in 1905, William Gray & Son, Philadelphia, Pa. 
Quarry now idle. 

The granite (specimen D, XXVI, 18, a) is a biotite granite of slightly 
pinkish medium-gray color, with conspicuous black mica and of medium to 
coarse, even-grained texture, the feldspars measuring up to 0.5 inch and most 
ef the biotite scales up to 0.1 inch, but some 0.2 inch. It consists, in descend- 
ing order of abundance, of a delicate pink potash feldspar (orthoclase and 
microcline), smoky quartz, milk-white, very slightly bluish soda-lime feldspar 
(oligoclase), and black mica (biotite), together with accessory magnetite, apa- 
tite, and secondary chlorite. Тһе oligociase is in some places partly altered 
to a white mica. The contrasts between the minerals are rather marked, but 
the polish is not very satisfactory, owing to the large size of the biotite scales. 

The following chemical analysis and determination of specific gravity were 
made for the firm by Prof. James Е. Kemp, of Columbia University : 


MAINE. + 237 


Analysis of granite from High Isle quarry. 
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Loss оп ignition, 0.55. 

Specific gravity, 2.641, equal to 165.06 pounds per cubic foot. 

The results of three crushing tests (laboratory Nos, 1759 to 1761) on 2-inch 
cubes bedded with plaster of Paris, made at the engineering laboratory of 
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FrcvxE 55.—Structure at High Isle quarry, Knox County, Maine. 


Columbia University for the firm, are as follows: First стаск at 100,000 to 
126,300 pounds. Ultimate strength in pounds per square inch, 25,880, 32.360, 
32,495, 33.085. 

The quarry, opened about 1894, consists of five openings, each about 100 feet 
Square, with a maximum depth of 50 feet and an average depth of about 17 feet. 

Rock structure; The sheets, 2 to 14 feet thick, are lenticular, tapering, and 
curve over to the northwest and southeast at low angles. (See Pl. XVI, A.) 
Joint courses are shown in figure 55. (A) is prominent and forms a heading 
on the south side of the island, shown in Plate XVI, A. (В) dips 40° SE., 
occurs but occasionally, and is discontinuous. (C) also forms a heading. (D) 
dips 65° SW. and is also prominent. The rift is vertical, with east-west course. 
Irregular horizontal dikes of pegmatite, up to 2 inches thick, consist of the 
Same minerals as the granite—a pink orthoclase and microcline, smoky quartz, 
cream-colored oligoclase, and biotite. Sap occurs along the sheets and joints 
(A) and (C), and markedly at the surface, in places up to a foot in thickness. 
(For details see р. 66 and fig. 5.) Along some of the headings of (A) the 
granite is weathered to a sand at a depth of 20 feet. 
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Transportation, by gravity and track 650 feet to wharf. 
The product was used for buildings. Sundry small buildings and bridge seats 
for the Pennsylvania Railroad have been made of this stone; also the new 
Wanamaker store in Philadelphia. 

The Dix Island quarries are in Muscle Ridge Plantation, half a mile south- 
west of High Isle. Owner, Thomas Dwyer, Two hundred and sixteenth Street 
and Broadway, New York. Quarries abandoned. 

Six openings were operated extensively in 1880 by the Dix Island Granite 
Co, which employed 1,400 men when filling large contracts. These quarries 
furnished material for the United States Treasury Department extension at 
Washington, the basement of the Charleston customhouse, the New York and 
Philadelphia post offices, and the trimmings for the New York Metropolitan 
Museum of Art. Only an occasional block is now quarried. 'Phere is a wharf 
with 19 feet of water at low tide? 

The granite (specimen, D, XXVI, 19, a) is a biotite granite of somewhat 
dark-gray shade and of medium to coarse, even-grained texture, with feldspars 
up to 0.5 inch and many fine biotite scales rarely over 0.1 inch. ТЕ consists, іп 
descending order of abundance, of delicate pink potash feldspar (orthoclase 
and microcline), smoky quartz, a very slightly bluish-white soda-lime feldspar 
(oligoclase), and black mica (biotite), together with accessory magnetite and 
apatite. The oligoclase is partly altered to a white mica and rarely contains 
a little calcite, The biotite is here and there interleaved with muscovite, The 
chief difference between this and the “ High Isle granite” is that in this the 
biotite scales are gencrally smaller and much more ahundant, which darkens 
the shade of the rock and diminishes the contrast between the minerals. 

Rock structure: The sheets, © to 10 feet thick, dip 20°-40° S. in places. 
Headings strike М. 80° E. апа М. 35° W. 


SOUTH THOMASTON. 


The Sprucehead quarry is on Sprucehead Island, in the town of South 
Thomaston. about 10 miles south of Rockland. Owner, Bodwell Granite Co., 
Rockland. Quarry disused since 1910 

The rock (specimen D, XXVI, 10, a), “ Sprucehead," is a quartz monzonite, 
with conspicuous black, white, and gray particles and of medium to coarse, 
even-grained texture. It consists, in descending order of abundance, of trans- 
lucent white soda-lime feldspar (oligoclase), milk-white potash feldspar (mi- 
crocline), smoky quartz, black mica (biotite), and black hornblende, together 
with accesory titanite, magnetite, pyrite, zircon. apatite, and secondary epidote. 
Zonal structure is common in the oligoclase. The contrasts between the black 
winerals, the smoky quartz, and the feldspars are very marked. 

The quarry in 1905 was about 275 feet hy 250 feet and had a maximunt 
дерін of 55 feet and an average depth of about 27 feet. 

Rock structure: The sheets, from less than a foot to 18 feet thick, He hori- 
zontal or dip 102-159 NW. and SW.. intersecting the surface, which dips gently 
southeast. The sheets are irregular in thickness, owing to the tapering out of 
the lenses, but, in general, increase in thickness downward. Joints and dike 
courses are shown in figure 56. (A) recurs frequently on the north side of the 
quarry, but two joints are 50 feet apart and have greatly facilitated the 
opening of the quarry. (B) dips 70° N. and traverses the entire quarry. The 
rift is vertical with a М. 60° Е. course. Knots and dikes occur. Sap is 3 
inches thick on the sheet surfaces. 


зв These quarries are referred to by J. E. Wolff in Tenth Census, vol. 10, pp. 119, 120, 
1888, and by С. Р, Merrill in Smithsonian Inst. Ann. Rept., 1889, pt. 2, р. 416. 
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Transportation, by cart 800 feet to wharf. М 

Specimen buildings, ete.: Carnegie Library, Allegheny, Ра.: post office апа 
customhouse, Atlanta, Ga.; columns of Auditorium Building, Chicago; Mutual 
Life Insurance Co.’s building and National City Bank, New York; post office 
(exterior), Bar Harbor, Maine. 

Тһе Weskeag quarry is in the town of South Thomaston, 1 mile west of 
Pleasant Beach and 7 miles south of Rockland. Quarry disused since 1914, 

Тһе granite (speeimen D, XXVII, 142, a) is а biotite-muscovite granite of 
Slightly bluish medium-gray color and of medium to coarse, even-grained tex- 
ture, with feldspars up to 0.5 inch and mica to 0.15 inch. It consists, in descend- 
ing order of abundance, of light-bluish potash feldspar (orthoclase and micro- 
cline), smoky quartz, bluish or white soda-lime feldspar (oligoclase), black 
mica (biotite), and white mica (muscovite), together with accessory garnet, 
magnetite, and apatite. The oligoclase is partly altered to kaolin and a white 
mica. Thin sections show a marked rift" The stone takes a fine polish, but 


FiGURE 56.—Structure at Sprucehead quarry, South Thomaston, Maine. 


the abundance and size of the mica plates are not favorable to the durability 
of the polish under outdoor exposure. : 

The quarry, reopened in 1905, covered then about an acre of ground with an 
average depth of 20 feet. The sheets are horizontal and tapering, lenticular. 
Joints strike М. 80° E. and dip 80? 8, Rift is vertical and strikes М. 80° E. 
Grain is horizontal. 

Transportation, by cars and horsepower on track half a mile to wharf near 
Birch Point. 

ST. GEORGE, 


The Clark Island quarry is on Clark Island, in the town of St. George, 
about 12 miles south-southwest of Rockland. Owner, Rodgers Granite Cor- 
poration, 271 West One hundred and twenty-fifth Street, New York. 

The granite (specimen D, XXVI, 12, a) is a biotite-muscovite granite of 
bluish, medium-gray color and of fine to medium even-grained texture, with 
feldspar up to 0.25 inch and mica under 0.1 inch. It consists, in descending 
order of abundance, of light-bluish potash feldspar (microcline and ortho- 
clase), clear or very slightly smoky quartz, light-bluish soda-lime feldspar 
(oligoclase), black mica (biotite), and white mica (muscovite), together with 


89 See U. S. Geol. Survey Bull. 313, fig. 1, 1907. 
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accessory garnet, zircon, apatite, and secondary chlorite. The oligoclase is 
partly altered to a white mica and includes a little carbonate. The quartz 
contains hairlike crystals of rutile. In general, as the quartz is so nearly clear, 
the bluish tint of the feldspar dominates and the contrast is mostly between it 
and the thickly disseminated black mica. It takes a very fine polish. 

E. C. Sullivan, of this Survey, finds that it contains 0.218 per cent of СО, 
(carbon dioxide), and that warm dilute acetic acid extracts 0.24 per cent of 
CaO (lime), and much MgO (magnesia). Figuring the CO; to both CaO and 
MgO, this would give 0.43 per cent of СаСОз (calcium carbonate) and 0.06 per 
cent of М=СОз (magnesium carbonate). The thin section also shows carbonate, 

The quarry, opened about 1870, measured in 1905 500 by 300 feet, with a 
maximum depth of 50 feet and an average of 25 feet. 

Rock structure: The sheets, 2 to 10 feet thick, strike М, 30° W. and dip 20° 
E. and on the east side of the quarry 209-809 W. Vertical joints strike М, 
65°—70° W. and recur at intervals of 10 to 20 feet. Тһе rift is vertical, with 
а №. 85? W. course. There are two dikes of coarse pegmatite, пр to 6 inches 
thick, one striking М. 15° W., the other N. 40? E. They consist of feldspar, 
quartz, muscovite, biotite, black tourmaline, and red garnet. Тһе usual sap 
occurs along the sheets. 

Transportation, by horse power on track 900 to 1,200 feet to wharf. 

Specimen buildings: Post offices, Hartford, Conn:, and Buffalo, N. Y.; Stand- 
ard Oil Building, New-York. 

The McConchie quarry (black-granite) is in the town of St. George, about 
three-fourths mile north of Long Cove quarry. Quarry idle. 

The rock (specimen D, XXVI, 16, a), “ Crown black grani‘e,” is a norite of 
very dark gray shade and fine to medium texture, consisting, in descending 
order of abundance, of an unaltered colorless to smoky feldspar containing 
both soda and lime (andesine to labradorite), hypersthene partly altered to 
brown hornblende, black mica (biotite) in scales up to 0.2 inch, and magnetite, 
together with accessory pyrite. 

The quarry, opened in 1888, was in 1905 about 50 feet square and from 10 
to 15 feet deep. 

The stone has to be carried 10 miles to the cutting works at South Thomaston, 
although the quarry itself is within one-fourth mile of seaboard. 

Specimen structures: Soldiers’ monuments at Warren and Union, Maine. 

The Long Cove quarry is near both Tenants Harbor and Long Cove, in the 
township of St. George, about 13 miles southw®st:of Roekland. (See Rock- 
land topographic map, Т). S. Geol. Survey.) Operator, Booth Bros. & Hurri- 
eane Islé Granite Co., 208 Broadway, New York. 

The granite is а biotite-muscovite granite of bluish medium-gray color and 
of fine to medium even-grained texture like that of the Clark Island quarry, 
described on page 239. Tests of its compressive strength made by the Columbia 
School of Mines are reported by the firm to have shown an ultimate crushing 
strength of 22,000 pounds to the square inch, but the original report of these 
tests has been misplaced. 

'The quarry, opened about 1878, measured in 1905 about 1,000 feet from north 
to south by 500 feet from east to west and from 20 to 75 feet in depth, aver- 
aging about 40 feet. 'This is the only quarry in New England in which tun- 
neling is resorted to in the use of explosives. 

Rock structure: The sheets, 6 inches to 18 feet thick, are horizontal or dip 
109. Joints and dike courses are shown in figure 57, (А) reeurs at intervals of 
2 to 30 feet, (B) dips 25%, (C) dips 65? NE, Тһе east end of the quarry is 
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much broken up by the closeness of joints (А) and the thinness of the sheets 
for а considerable distance below the surface. Тһе rift is vertical, with М. 
80°—90° W. course. There is a horizontal dike of pegmatite up to 9 inches 
thick at the north end of the quarry; another, divided into many parallel ones, 
strikes М. 70? W. and dips 70? М, These dikes all consist of white feldspar, 
quartz, muscovite, black tourmaline, and garnet. Sap is up to 18 inehes thick 
along sheets and joints. 

Transportation, by inclined traek 900 feet to wharf. 

The produet is used chiefly for monuments and goes chiefly to Greenwood 
and other cemeteries near Brooklyn, N. Y. Тһе small beds and waste are 
worked into paving blocks. Specimen buildings, ete.: Post office, Albany, N. Y.; 
Bates Building, Philadelphia ; and part of Saratoga monument. 


ЕтєпвЕ 57.—Strueture at Long Cove quarry, St. George, Maine. 


The Willards Point or Wildcat quarry is on Tenants Harbor, in the town- 
ship of St. George, about a mile south of the Long Cove quarry. Operator, St. 
George Granite Со., 90 West Street, New York. 

The granite is a biotite-muscovite granite like that of the Long Cove and 
Olark Island quarries (p. 239). 

The quarry, opened before 1878, measured in 1905 about 200 by 100 feet, 
with an average depth of 20 feet. 

Rock structure: The sheets, 1 to 3 feet thick, are nearly horizontal. There 
are four sets of joints—(a), strike nearly due east; (b), strike N. Бо Уу. (2), 
strike М. 70? E.; (d), strike М. 70° W. ‘The rift is east-west. Pegmatite dikes, 
6 to 12 inches thick, strike М. 30? W. апа N. 50% W. 

The quarry is only 300 feet from the dock. 

Although the Rockland post office was made of this granite it is now used 
entirely for paving. 


VINALHAVEN AND HURRICANE ISLANDS. 


Vinalhaven and the adjacent islands have been known collectively as the 
Fox Islands, and their granite as “ Fox Island granite." Тһе granite industry 
of these islands is distributed over an area about 5 miles from east to west by 
4 miles from north to south. The locations of the quarries are shown on the 
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map (fig. 58). Some of them are near the center of Vinalhaven Island. 
The Palmer quarry is on the west shore; the Black and Webster quarries are 
on the east shore; the Sands, Harbor, and Armbrust quarries are on the 
south shore, near Vinalhaven village; and the Pequoit and Duschane Hill 
quarries lie east of the village near the east shore. There are some minor 
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Survey.) 


quarries (“motions”) on Barton, Cundell, and Green Islands, and a large 
quarry on Hurricane Island. As will be seen from the descriptions, there is 
little difference between the coarse granites of the Hurricane Island, Sands, 
Harbor, Armbrust, Black, Webster, and Palmer quarries, but. the granites of 
the Dusehane Hill and Pequoit quarries are fine textured, as is also that from 
ап abandoned opening in Vinalhaven village. 
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Plate X, А, shows the conspicuous east-west jointing in the granite on 
Heron Neck, at the south end of Green Island. Тһе same system of joints 
recurs on Hurricane Island and at the Sands and Armbrust quarries. 

The Sands quarry is in the town of Vinalhaven, at the northeast side of 
the head of Sand Cove. (See maps, Pl. IX and fig. 58). Operator, Bodwell 
Granite Co., Rockland, Idle in 1922. 

Тһе granite (specimen D, XXVI, 1, b) is a biotite granite of general pinkish- 
Бай: color and of coarse, even-grained texture, the feldspars measuring up to 
0.75 inch (rarely 1 inch) and the biotite scales up to 0.2 inch. It consists, in 
descending order of abundance, of а pinkish-buff potash feldspar (chiefly ortho- 
clase with some microcline), smoky quartz, milk-white soda-lime feldspar 
(oligoclase), and black mica (biotite), together with accessory magnetite, 
zircon, and apatite. Тһе orthoclase here and there contains irregular areas 
of carbonate and is intergrown w:th a plagioclase or rimmed with oligoclase. 
The oligoclase is partly altered to kaolin and a white mica. Pyrite is found by 
the quarrymen in rare and minute particles, and molybdenite occurs occasionally 
in half-inch scales. E. С; Sullivan, of this Survey, finds that this granite con- 


Aplite dike 


FIGURE 59.—Structure at Sands quarry, Vinalhaven, Maine. 


tains 0.034 per cent of СО. (carbon dioxide) and that warm dilute acetic acid 
extracts 0.07 per cent of CaO (lime) and a trace of MgO (magnesia). 
This, if the СО. is allotted to the CaO, shows a percentage of 0.08 of СаСО; 
(calcium carbonate), the presence of which is also indicated by the microscope. 
The stone takes a fine polish, but the size of the mica plates does not favor 
the durability of the polished face under continued exposure. The contrasts 
of color and shade are chiefly between the two feldspars and the black mica. 

The quarry, opened before 1860, measured in 1905 about 500 feet from north- 
east to southwest and about the same distance from northwest to southeast, 
and was 20 to 75 feet deep, averaging about 40 feet. The exacavation has not 
only eut down a granite hillock but has extended below the general land level. 
Plate XIV, A, shows the south-southeast end of the quarry. 

Rock structure: Тһе sheets, 1 to 20 feet thick—generally, however, from 2 
to 10 feet—lie flat along an east-west axis for a width of about 200 feet but 
on either side curve over gently to the north and south, with dips of 5°, 10°, 
and 20°. Тһе joint and vein courses are shown in figure 59. Joints (B) form 
the northwest and southeast walls of the quarry. Joints (C) are coated in places 
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with crystalline ealcite to the thickness of 0.25 inch, or with hematite, ehlorite, 
and stilbite in microscopic films. (Determination of stilbite by М. Т. Schaller, 
of this Survey.) Тһе rift is vertical, with a М. 80° W. course. The “hard 
way" or “cut off" is М. 10? E. Blocks 65 and 120 feet long have been ob- 
tained by splitting along the rift. 'The thickness and curvature of the sheets, 
the intersecting joint face, and the channeling along the “cut off" are shown 
in Plate XIV, A. Dikes of grayish aplite, described on page 48, are 1 to 7 
inches thick. There are some dark-gray knots (see p. 59) of more biotitic 
granite, up to 2 feet in length and 4 inches in width, and some of spheroidal 
form, with a diameter of 23 feet. Sap is 4 inches thick on either side of joints 
(A), (B), (D), and also along the sheet surfaces. The unhewn weathered 
surface about the quarry passes into a granite sand, with little or no staining 
by limonite. 

Transportation, by railroad 500 feet to wharf, which admits schooners and 
barges of 1,500 gross tons capacity. 

Тһе product is used for docks, bridges, piers, buildings, and monuments. 
The thin sheets and much of the waste are made into paving blocks 12 by 4 by 
7 to 8 inches. Plate XIX, A, shows how the granite of this quarry lends itself 
to eoarse seulpture. Specimen structures made exclusively of Sands quarry 
granite: Post Office Department building, Washington; Masonic Temple, 
Philadelphia; savings bank, Wilmington, Del.; board of trade building, Chi- 
cago; post office and customhouse, Brooklyn; General Wool monument, Troy, 
N. Y.; Manhattan Bank, New York. The Sands quarry and the Palmer quarry 
together furnished all the stone for the customhouse in New York. 

The Palmer or Wharff quarry is in the town of Vinalhaven, on the west 
side, opposite Leadbetter Island. (See map, fig. 58.) Operator, Bodwell Gran- 
ite Co., Rockland. Idle in 1922. 

The granite (specimen D, ХХУІ, 2, b) is a biotite granite of general pinkish- 
buff color and of coarse texture, the feldspar measuring up to 0.75 inch and 
the biotite scales up to 0.2 inch. It is identical with that of the Sands quarry 
(р. 248), except that the potash feldspar is a little more pinkish buff and the 
white soda-lime feldspar is of a slightly greenish tinge. The general tone of 
the color is “ warmer.” Тһе thin section shows rarely a little hornblende. 

The quarry is on the west side of a ridge 100 feet high. It measured in 
1905 about 500 feet square, with an average depth of 25 feet. 

Rock structure: The sheets dip 10° W. in the front (western) part of the 
quarry, but gradually turn at the back or working face to 10° Е. They are 4 
to 15 feet thick. About 20 feet below the top of the quarry face is a bed of 
granite sand, 18 inches thick, parallel to the sheets, already referred to on 
page 70. The principal joints, which strike N. 80° W. and dip 80° S., form a 5- 
foot heading at the south end of the quarry and recur but once or twice. The 
rift is vertical, striking М. 10° Е. Owing to the structure here, it is usual to 
blast by lewis holes along the grain (east-west) and then to split by plug 
drilling along the rift; in this way thick sheets can be split along the grain a 
distance of 200 feet. One block loosened measured 300 feet along the grain 
by 120 feet along the rift and was 15 feet thick. Dikes of aplite are rare. 
A knot from this quarry is described in detail on page 59. Sap is up to 6 inches 
thick along sheet and joint surfaces. It is intense in color at the surfaces. 

Transportation, by rail 700 feet to wharf, where the blocks are taken on 
schooners either to the cutting sheds at the Sands quarry or directly to market. 

The product is used chiefly for bridges and buildings, and the waste is made 
into paving blocks. This quarry, in common with the Sands quarry, furnished 
the material for the New York customhouse. It supplied also eight columns, 
513 to 54 feet long by 6 feet in diameter, for the Cathedral of St. John the 
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Divine in New York. It was intended that they should each be of one piece, 
but as both the direction of the rift at the quarry and architectural principles 
required that they be cut with their long axes at right angles to the rift, the 
Strain in the great lathe came upon the weakest part of the stone. However, 
as the first stone put into the lathe broke with a long diagonal fracture, it 
became evident that the chief difficulty was that the stone had been subjected 
to too great a torsional strain by the application of rotary power from one 
end only. It therefore became necessary to make each column of two sections, 
each about 26 feet long. Plate XIX, В, shows the lathe with the first full- 
length column in it and three others as originally prepared for it. 

Among the structures made of this granite since 1905 are the Chieago & 
Northwestern Railroad station, Chicago; State Savings Bank, Lansing, Mich.; 
West Street Building (two stories polished), United States Realty Building, 
115 Broadway, and 97 per cent of the main piers (above foundation) of Hell 
Gate Bridge, New York. 

The Webster quarry is in the town of Vinalhaven, on the north shore of 
“ Pleasant River." at the end of Winter Harbor, in the northern part of Vinal- 
haven Island. (See fig. 58.) Operators in 1905, A. M. Webster & Co., Vinal- 
haven. Quarry now abandoned. " 

The granite is а biotite granite identical with that of the Palmer quarry, 
described above. : 

Rock structure: The sheets, 5 to 10 feet thick, dip 10°-15° М. 30? E. Verti- 
eal joints strike N. 80° W. апа М. 60° E. Тһе rift is vertical, with N. 30? W. 
eourse. 'There are some knots. А spherical one is 5 feet in diameter. Sap 
is 3-inches thick along sheets and joints. 

Transportation, by a graded track 200 feet to wharf admitting schooners 
of 300 to 350 long tons. Plate XVIII, A, shows the quarry and a schooner 
laden with granite.” 

The product, shipped in the rough, was used for buildings in New York and 
Boston. 

The Black (Pleasant River) quarry is in the town of Vinalhaven, on the 
south shore of Pleasant River, at the end of Winter Harbor, in the northern 
part of Vinalhaven Island. Operator, Joseph S. Black, Vinalhaven. Idle since 
1912. 

The granite is a biotite granite, identical with that of the Palmer quarry, 
described on page 244. 

Тһе quarry, opened in 1896, measured in 1905 300 feet in a М. 40* W. direc- 
tion by 200 across with a working face 45 feet high. 

Rock structure: The unworked surface above the quarry is very free from 
joints, knots, and veins. Тһе sheets, 10 to 12 feet thick, are horizontal at the 
working face or back of the quarry but at the front dip 10°-15° W. Vertical 
joints strike М. 20? E. Тһе rift is vertical, with course М. 40° W. Knots are 
from 6 inches to 2 feet 6 inches in diameter. 

Transportation, by a 850-foot track, with a grade of 10 feet, to wharf. 

The product is used for building, the waste for riprap. The quarry has 
furnished material for the dry dock at Portsmouth, М. H., and the Rain 
Island Lighthouse. 

The Pequoit quarry is in the town of Vinalhaven, 14 miles east-northeast 
of Vinalhaven village, on Vinalhaven Island. (See fig. 58) Owner, Booth 
Bros. & Hurricane Isle Granite Co., 208 Broadway, New York. 

The granite (specimen D, XXVI, 7, a) ва biotite-hornblende granite of 
medium-gray shade and fine, even-grained texture, with porphyritic feldspar 


90 Mr. Webster built his own schooners and sailed them himself, laden with his own 
ranite, quarried by а partner. 
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up to 0.25 inch in length. It consists, in descending order of abundance, of a 
translucent whitish potash feldspar (orthoclase, with a very little microcline), 
smoky quartz, а whitish soda-lime feldspar (oligoclase), black шіса (biotite), 
and dark hornblende, together with accessory magnetite, titanite, and apatite. 
The orthoclase is here and there intergrown with a plagioclase. Тһе ortho- 
clase is in places altered to kaolin and a white mica and includes occasionally 
some carbonate. The porphyritie crystals are orthoclase. 

The quarry, opened im 1887, consisted in 1905 of two openings, each about 
250 feet square and about 10 feet deep. 

Rock structure: The sheets, 1 to 6 feet thick, dip 102-152 №. 80° W. Vertical 
joints strike М. 80° W. and N. 5°-10° E. Тһе rift is vertical, striking N. 
52-10% E. 

The product is carted one-third mile to the narrows and there shipped. 

Тһе produet consists entirely of paving blocks (10 to 14 by 4 to 5 by 6 to T 
inches). 

The Duschane Hill quarry is in the town of Vinalhaven, 1$ miles east of 
Vinalhaven village, on Roberts Harbor. (See fig. 58.) Operator, Roberts 
Harbor Granite Co., Vinalhaven. 

“The granite (specimen D, XXVI, 8, a) is a biotite granite of medium buft-gray 
color and of fine to medium porphyritie texture, with most of the feldspar about 
0.2 inch long, but some 0.33 or 0.5 inch long. Тһе rock consists, in descending 
order of abundance, of а buff-gray potash feldspar (orthoclase), smoky 
quartz, a bufi-gray soda-lime feldspar (oligoclase), and black mica (biotite), 
together with secondary chlorite. The orthoclase is intergrown with plagio- 
clase, and the oligoclase is partly altered to kaolin and a white mica. 

This stone is used entirely for paving blocks. 

The Bodwell openings (black-granite) are in the town of Vinalhaven, in 
the diabase area west of Sand Соуе. Operator, Bodwell Granite Со. Rock- 
land. Idle in 1922. 

This rock (specimen D, XXVI, 13, а) is an olivine norite of almost black 
shade and of fine texture, consisting, in descending order of abundance, of 
a network of usually slender erystals (from 0.87 to 1.66 millimeters in length) 
of grayish unaltered lime-soda feldspar (labradorite to bytownite), filled 
with hypersthene, greenish olivine, black miea (biotite), and magnetite. It 
takes a very fine polish and cuts white. It is not obtainable in very large 
blocks. This stone is referred to by George P. Merrill." 

The Indian Creek quarry is on Indian Oreek in the township of Vinalhaven, 
about half a mile from Vinalhaven village. (See fig. 58.) Operators, 
J. Leopold & Co., 233 Broadway, New York. 

The granite is reported by the Office of Public Roads, Department of Agri- 
culture, as а light-gray biotite granite of medium grain, with a compressive 
strength of 21,220 pounds to the square inch. 

Тһе quarry was opened in 1909. j 

The product is used entirely for curbing and paving. 

The Armbrust quarry is in the town of Vinalhaven, between Carvers Har- 
bor and Indian Creek, south of Vinalhaven village. Operator, Crown Hill 
Granite Works, Vinalhaven. 

The granite is a biotite granite similar to that of the Sands quarry described 
on page 243. 

Тһе quarry consists of numerous openings on several sides of a hillock 100 
feet high. It has not been operated since 1907, 


2: Tenth Census, vol. 10, p. 24. 
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Rock strueture: Тһе sheets, 3 to 15 feet thick, are mainly horizontal but 
on the east side of the hill dip 10? $. Vertical joints strike М. 75°—80° W. 
and N. 30?-35? E. There is no marked rift, but a vertical mass 4 feet thick, 
striking М. 65° W. across the hill, has a horizontal rift and greatly facilitates 
quarrying, as it serves the purpose of a channel. 

Transportation: Тһе product was carted іп 7 to 10 ton loads one-fourth to 
one-half mile to a wharf on Carvers Harbor. 

The product consisted entirely of paving blocks. 

The Hurricane Island quarry is in the town of Vinalhaven, in the southeast- 
ern part of Hurricane Island. (See map, fig. 58.) Operator, Hurricane Isle 
Quarries Co., Rockland. Quarry abandoned. 

The granite (specimen D, XXVI, 4, a) is a biotite granite of general pinkish- 
buff medium-gray color and of coarse, even-grained texture, the feldspars 
measuring up to 0.75 inch and the biotite scales up to 0.2 inch. It is identical 
with that of the Sands quarry, described on page 243. The potash feldspar is 
perhaps a trifle more pinkish buff than that of the Sands quarry but not 
quite so much so as that of the Palmer quarry. These distinctions, however, 
are small and may not hold throughout the quarries, although they characterize 
the typical specimens selected for the writer by the superintendents of the 
respective quarries. 

The following chemical analysis of granite from Hurricane Island was 
made by Ricketts & Banks, of New York, for the firm (No. 16073), and is 
inserted here for reference merely. 


Analysis of granite from Hurricane Island. 


СОАО етене” АЖ” ^ rco т СЕВ 70. 94 
АЛИШ ТОЛҚЫН шайыр” 18 tdeo c Жыт ee so а ы 15. 68 
Бетгова onde (ео Eq. сс Мыш мыз ти 2.29 
Line (Сау и ха реки СТА 1523 
Magtndsiuts(MgO)Ot чета бла! эдга. зена ја је — ба. .19 
MEnosuesp өзіде (МО 18 
Soda’ (Мао ја 2 НИЕ Se Ee мм 8.58 
ҮС R0) em ұн ылады На во 5.54 
сыйа Л ск Lc o бын маны аи ы. . 05 
Carbom dioxide (6102) 21 ее ee None. 
Боан. ада undetermine(l ара ет атериал "B 

100. 00 


А compression test made by Prof. Ira Н. Woolson, of the Columbia School of 
Mines," showed an ultimate crushing strength of 19,588 pounds to the square 
inch. 

The quarry, opened about 1876, measured in 1905 500 feet along the rift (N. 
859 W.) and had an average width of 150 feet. It lies on the south side of a 
ridge 100 feet high with a west-northwest axis. Тһе greatest depth of working 
face was 105 feet and its average about 50 feet. 

Rock structure: The sheets, 3 to 20 feet thick, curve over on both the north 
and the south side of the ridge, with a dip of not less than 10°. Seen from the 
western spur of the island, two 20-foot sheets form the upper part of the hill; 
beneath these, however, is a much thicker sheet, which at the east-southeast 
end of the hill and quarry measures fully 60 feet—too thick for economie work- 


э Day, W. С., U. S. Geol. Survey Twentieth Ann, Rept., pt. 6, continued, p. 391, 1899 
(test No. 1709). 
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ing. These sheets are shown in Plate XII, А, as seen looking northwest. This 
abnormally thick sheet is referred to by Merrill Тһе sheets are traversed by 
three sets of joints, as shown in figure 60. (A) dips 509-552 W.; (B) is vertical; 
and (С), which is diagonal to (А) and (B), dips 40° NE, Тһе rift is vertical, 
with М. 85? E. course. The east-west system (B), which is parallel to the rift, 
reappears on Heron Neck, as shown in Plate X, А. (B) and (C) are both shown 
on Plate XII, А. Тһе (B) surfaces аге, in places, coated with epidote. Осса- 
Sional knots occur. 

Transportation, by track 400 feet to dock. 

The product is used for buildings and monuments. Тһе waste goes into paving 
blocks. Specimen buildings: Suffolk County courthouse, Boston; St. Louis 
post office and customhouse; two buildings for the Naval Academy at Аппар- 
elis, Md. 


(8) N 85 E. be eer 


Ficurs 60.—Structure at Hurricane Island quarry, Knox County, Maine. 


LINCOLN COUNTY. 
BRISTOL, 


The Round Pond quarry ("black granite") is in the town of Bristol, one- 
fourth mile east of Round Pond village, and west of Muscongus Island. Oper- 
ators, Peter Svensen & Co., Round Pond. Quarry idle in 1916. 

The rock (specimens D, XXVII, 126 a, 126 b) is a quartz diorite of very dark- 
gray and medium-gray shades and of fine, even-grained texture, with feldspars 
up to 0.2 inch. 'The darker variety consists, in descending order of abundance, 
of bluish-white soda-lime feldspar (oligoclase-andesine), clear quartz, black 
mica (biotite), potash feldspar (orthoclase and mierocline), and magnetite, 
together with accessory titanite, zircon, and apatite and secondary calcite. 
Тһе lighter variety consists of the same minerals, but with less biotite, so that 
it changes place with the potash feldspar in order of abundance. Both varieties 
take a fine polish and offer а very marked contrast between the polished and 
cut or hammered surface. Granite of the same shade affords no such contrast. 

The quarry, opened іп 1885, consists of two adjacent openings along a north- 
west-southeast line. The upper, or northwestern one, was in 1905 100 feet square ; 
the lower, 400 feet northwest-southeast by 100 feet across, but with a central 


9з Smithsonian Inst. Ann. Rept., 1889, pt. 2, p. 415. 
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part 37 feet wide on each side—that is, 175 feet wide. These openings ranged 
in depth from 10 to 65 feet. ] 
Rock structure: Considerable scientific interest attaches to the geologic rela- 
tions at this quarry, as may be seen by the references to them on pages 48, 52. 
This quarry has been described by J. E. Wolff.* The diorite underlies a mass 
of schist which strikes М. 15° Е, and is traversed by dikes and lenses of coarse 
pegmatite. It also includes a tongue of this schist and is traversed by dikes 
of pegmatite, and itself in turn is traversed, as is also its pegmatite, by a 
diabase dike. (See Pl. VIII, B). Thus the schists are older than the diorite, 
and the dike is later than the diorite and its pegmatite. The joint and dike 
courses are shown in figure 61. The sheets, 1 to 12 feet thick, dip 10° S. and also 
10% Е. and are traversed by joints (A), which recur at intervals of 5 to 42 
feet, and (B), which recur but once or twice. There are bad headings on the 
northeast side of the quarry. The pegmatite dikes send out small branches, 
Sap, only 1 inch thick, occurs along the sheets. Knots up to 6 by 2 inches are 


Еісгкв 61.—Structure at Round Pond diorite quarry, Bristol, Maine. 


rare. The general result of this complex structure is that it is difficult to obtain 
many large blocks. 

Transportation, by cart about 300 feet from lower quarry and 800 to 1,000 
feet from upper one to wharf in Muscongus Bay. 

The product is used mostly for small monuments, which are shipped to New 
York without the lettering. (See Pl. XXII, A). The waste goes into paving 
blocks. Specimen monuments: Die of Maine monument at Andersonville, Ga.; 
base and die of General Sheridan monument in National Cemetery at Arling- 
ton, Va. 

WALDOBORO. 


The Waldoboro quarry is in the town of Waldoboro, 14 miles north of 
Waldoboro village, on the Boston & Maine Railroad. Operator, Booth Bros. 
& Hurricane Isle Granite Co., 208 Broadway, New York. Quarry abandoned. 

The granite (specimen D, XXVII, 109, a) is a muscovite-biotite granite of 
medium-gray shade (a trifle darker than “ Hallowell granite" and still darker 
than “North Jay granite") and of fine, inclining to medium, even-grained 
texture, some of the feldspars measuring up to 0.25 inch, but the particles 
generally ranging from 0.36 to 2.56 millimeters in diameter. It consists, in 


% Details of Maine granite quarries: Tenth Census, vol. 10, p. 121, 1888. 
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descending order of abundance, of a whitish translucent potash feldspar 
(orthoclase and mierocline), smoky quartz, whitish soda-lime feldspar (oligo- 
clase), white mica (muscovite), and black mica (biotite), with accessory 
garnet. Many of the feldspars are intergrown with quartz in particles circular 
in cross section. Some of the mica plates are bent, indicating slight (sec- 
endary) motion. E. C. Sullivan, of this Survey, finds that this granite contains 
0.045 per cent of СО, (carbon dioxide) corresponding to a content of 010. 
per cent of СаСО; (calcium carbonate), and that warm dilute acetic acid extracts 
from it 0.11 per cent of CaO (lime). This granite contains sporadic particles 
or erystals, up to 0.25 or even 0.5 inch in diameter, of а milk-white mineral, 
which weathers readily, becoming yellowish and powdery, and finally leaves 
cavities. George P. Merrill, head curator of geology at the United States 
National Museum, finds it to be a feldspar lying between albite and oligoclase— 
that is, containing between 6 and 11 per cent of soda, therefore a little more 
soda than the soda-lime feldspar of the granite itself, which is 5 to 5.5 per 
cent—and says that the powdery material is very near kaolin. But he does not 
regard his results as perfectly satisfactory, nor does he understand why such 
a feldspar should weather so readily. The slightly higher percentage of soda 
indicated does not seem to him an adequate cause for the weathering, although 
minerals rich in soda weather with comparative facility. Workmen report 
that when first decomposing this mineral protrudes beyond the granite surface. 

The following analysis of the granite was made by Ricketts & Banks, of 
New York, for the firm (No, 16074), and is given merely for reference: 


Analysis of granite from Waldoboro quarry. 


Soma (SiO: ieee one ee ес 73. 48 
Amina: (АЮБ) = ыы 15. 26 
Ferrous oxide (FeO) 1, 42 
Time (Ca OW E e oe oe n ee ca Татан 522 . 88 
Маспеява СМ . 09 
Мәтоятезе сое» (М .10 
Боди CNAA жанр И IDEE E ты SUIS 
ова ин ДӘЛ зеге жс c ғ Зе ы не 5. 66 
БӘЙ а а SJ LOU eem EE E E 'Trace. 
бароп сохтае (gs) eas = he С а ыы а None. 

100. 01 


А test (No. 1714) of compressive strength of * Waldoboro granite" made 
by Prof. Ira H. Woolson, of the Columbia University School of Mines," shows 
а erushing strength of 23,111 pounds to the square inch. 

The quarry, opened in 1860, measured in 1905 400 feet N. 52° Е. to 8. 52? W, 
by 140 feet across, and was 60 to 85 feet deep. 

Rock structure: The geologic relations at this quarry are of no little interest, 
as will be seen by the references to it on pages 48 and 91. Тһе granite is in 
contact with the schist mass, which originally covered it and which at all the 
other Maine quarries, except those at Freeport and Round Pond, has been 
removed. On the northeast side of the quarry a mass of schist striking М. 72° 
W. and dipping 45? N. 28? E. and also 90^ overlies the granite which sends 
small dikes into it. The contact between the two rocks as it appears at the east 
corner of the quarry is shown in Plate XVII, А. Ағ the southwest end of the 
quarry two schist masses‘are partly included in the granite, and a large peg- 


? Day, W. C., U. S. Geol. Survey Twentieth Ann. Rept., pt. 6, continued, p. 391, 1899. 
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matite mass intervenes, as is shown roughly in figure 16. Тһе sheets, 1 to 7 feet | 
thick, lie mainly horizontal but dip 52 ХУ, in the upper part of the quarry. | 
The joint and dike courses are shown in figure 62. Joints (А) dip 60° SE. and 
form both longitudinal walls of the quarry, a heading on the northwest side, 
апа recur at intervals of 40 feet. Joints (B) dip 85? М. and recur at intervals 
of 100 feet. Тһе rift is horizontal and the grain vertical, with strike М. 60° W. 
Pegmatite dike (а) is бі inches thick; dike (0) is 12 inches thick. бар is 
confined to the upper sheets. Knots are very exceptional. 
That the granite is under compressive strain is shown by the closing up 
of the channels when the cores are taken out, and also by spontaneous north 
to"^south fissuring. 
"Transportation, by, cart 1,300 feet (and 120 feet down) from quarry to mill, 
thence by cars 19 miles to wharf at Rockland. Тһе distance from the quarry 
to tidewater at Waldoboro is only 14 miles, but the water there is only 11 
feet deep at high tide. 
The product is used for buildings and monuments but not for polished 
work. The small sheets and waste аге used for paving and road ballast. 


FIGURE 62.—General structure at Waldoboro quarry, Waldoboro, Maine. 


About 250,000 paving blocks were shipped annually, mostly to Philadelphia. 

Specimen buildings: Buffalo Savings Bank; Armory, boat house, and cadets’ 

quarters at United States Naval Academy, Annapolis, Md.; Crockett monu- 

ment at Acorn Cemetery, Rockland, Maine; Chemical National Bank, “ plat- 

forms ” for sidewalk around Schwab Building, and Riverside Drive, New York. 
This quarry was not operated in 1916. 


WHITEFIELD. 


y (“black granite") is in the town of Whitefield, 13 miles 
southeast of Whitefield village (Kings Mills). Quarry abandoned. 

The rock (specimen D, XXVII, 113, a) is a quartz diorite of very dark gray 
shade with a bluish tinge, and of fine to medium, even-grained texture and flow 
structure, with feldspars up to 0.25 inch in diameter. It consists, in descend- 
ing order of abundance, of bluish milk-white soda-lime feldspar (oligoclase- 
sndesine), black hornblende, quartz in amount almost if not quite equal to 
that of the hornblende, black mica (biotite), and accessory magnetite, titanite, 
zircon, apatite, and secondary epidote. The stone takes a fair polish. 


Jewett’s quarry 
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Тһе quarry, opened іп 1885 for monumental work, consists of two adjacent 
openings, one 50 by 25 feet, the other 60 by 30 feet. Іп 1905 these were б 
and 8 feet deep, respectively. j 

Rock structure: The sheets, 8 to 8 feet thick, dip 25°—80° NE. Vertical or 
steep joints strike N. 10° W. and N. 42° W. The rift is vertical, with N. 
10° W. course, and the grain is parallel to the sheets. The вар is 3 inches 
thick along the joints. There ів one aplite dike up to 4 inches thick. Biotite 
knots occur occasionally. 

The quarry is worked only at intervals, and the stone is used for monuments 
locally. 


OXFORD COUNTY. 
FRYEBURG. 


The Eagle Gray quarry is in the town of Fryeburg, at the northeast foot 
of Starks Hill, about 1} miles south of Fryeburg village. Operator, Eagle 
¿Gray Granite Co., Fryeburg. 

The granite (specimen D, XXVII, 124, a) is a muscovite-biotite granite of 
medium-gray shade and of general medium, even-grained texture, with feldspar 


Figure 63.—Structure at Eagle Gray quarry, Fryeburg, Маше. The black bands are basic 
dikes, and those with a pattern are pegmatite. 


0.25 inch in length and mica up to 0.2 inch. It consists, in descending order of 
abundance, of slightly cream-colored potash feldspar (orthoclase), smoky 
quartz, slightly cream-colored soda-lime feldspar (oligoclase), white mica 
(muscovite), and black mica (biotite), together with accessory garnet and 
zircon. The contrasts are chiefly between the cream-colored feldspar and the 
smoky quartz and the brilliant muscovite plates. The large size of the mica 
plates is unfavorable to the durability of its polish under outdoor exposure. 

The quarry, opened in 1908, was in 1905 about 150 feet square by 8 to 12 
feet deep. 

Rock structure: The sheets, 1 to 10 feet thick and becoming thicker south- 
westward, dip less than 10° NE. There are no joints, but there are several 
pegmatite and diabase or basalt dikes, already referred to on page 52 and 
shown in figure 68. These generally haye a northwest-southeast course. 
The pegmatite is very coarse, affording incomplete crystals of orthoclase 1 
foot long and biotite erystals 8 inches long. Mingled with the pegmatite are 
irregular bands of whitish garnetiferous aplite. The absence of joints and the 
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abundance of dikes are the chief obstacles here. The rift is horizontal and 
marked, but there is no grain. Sap, 0.5 inch thick, is confined to the top 
sheet. 

Transportation, by cart two-fifths mile to Maine Central Railroad. 

The product is used for buildings and for bases to monuments. Specimen 
building: Granite part of the public library at Conway, N. H. 

The quarry was not operated in 1916. 


OXFORD. 


The Roy quarry is in the town of Oxford, three-fourths mile from Oxford 
village. Idle since 1906. 

The granite (specimen D, XXVII, 121, a) is a muscovite-biotite granite of 
medium cream-gray color and of medium, inclining to coarse, even-grained 
texture, with feldspars up to 0.4 inch in diameter. It consists, in approximate 
descending order of abundance, of a cream-colored potash feldspar (orthoclase 
and microcline), smoky quartz, cream-colored soda-lime feldspar (oligoclase), 
white mica (muscovite), and black mica (biotite), together with accessory 
apatite: Some of the joint planes are coated with coarse fibrous muscovite in 
parallel arrangement. 

This quarry, opened in 1898, covers about 5 acres and has a working face 40 
feet deep. It is worked only occasionally. The product is used for rough 
foundations and trimmings. The trimmings on the Catholic Church at Berlin, 
Maine, and the McGillicuddy Block at Lewiston are of this granite. 


WOODSTOCK. 


The Bryant Pond quarry is in the town of Woodstock, half а mile south 
3f Bryant Pond station, on the east side of the Grand Trunk Railway. Орега- 
tor, Grand Trunk Railway; address, Master of Bridges and Buildings, Grand 
'rrunk Railway, Montreal, Canada. 

The rock (specimen D, XXVII, 122, a) is a quartz diorite with conspicuous 
black particles on a bluish-white rather than а yellow-white ground, and 
of medium even-grained texture and flow structure, with feldspars and 
Маек minerals up to 0.3 іпеһ in diameter (rarely 0.4). ТЕ consists, in descend- 
ing order of abundanee, of white translucent soda-lime feldspar (oligoelase to 
oligoclase-andesine), clear quartz, black mica (biotite), and black hornblende, 
together with accessory garnet, titanite, zircon, apatite, and a little secondary 
epidote. Some of the feldspars are partly altered to a white mica, and some 
have borders radially intergrown with quartz.” The clearness of the quartz 
and the translucent whiteness of the feldspar result in the apparent merging 
of the two minerals, and as the biotite and hornblende are both black the only 
eontrast in the rock is that between Маек and white. "There is а marked con- 
trast between the hammered and rough surfaces, attributable to the presence 
of soda-lime feldspar alone. (See р. 79.) The flow structure, where marked 
gives the rock a gneissoid aspect. 

The quarry, opened about 1864, is 150 feet from north to south by 250 feet 
from east to west and from 10 to 50 feet deep. It is on the west side of a 
north-south ridge. 

Rock structure: There is a marked flow structure, in some places horizontal 
and parallel to the rift but in others very irregular. The sheets, 1 to 6 feet 

% Michel Lévy's “structure vermiculée.' See Carte géol. France Bull. 36, vol. 5, 
pp. 27-28, fig. 5, 1894. 
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thick, are horizontal or slightly undulating on the quarry face, but at the 
west side dip 20%-80% W. They increase in thickness downward and at the 
bottom of the quarry appear to run out (“grow on"), making quarrying in 
that direction increasingly difficult. A vertical joint, striking М. 35? E., is 
coated with crystalline calcite and epidote. Тһе rock adjacent to it for an inch 
or two contains much pyrite and also chlorite, probably derived from the altera- 
tion of hornblende. The rift is horizontal, and the grain is vertical north-south, 
but disappears on the west side. Vertical basalt or diabase dikes, with 
northeasterly courses, form the north and south walls of the quarry, 4 feet and 
22 inches thick, respectively. А 5-inch dike occurs 25 feet north of the south 
wall А thin section of a half-inch branchlet from this dike is described on 
page 52. Sap is confined to the upper sheets. There are some knots. 

Тһе product is used entirely for bridges and stations on the Grand Trunk 
Railway. Specimen buildings: Vestibule, first story, and trimmings of station 
at Portland, Maine; station at Battle Creek, Mich. 


PENOBSCOT COUNTY. 
HERMON. 


The Hermon Hill quarry (“black granite") is on Hermon НШ, 54 miles 
northwest of Bangor. Owner, Dr. H. F. Hanson, Bangor. 

This black granite (specimen D, XXVI, 106, с) is an altered diabase porphyry 
of dark-green color and fine texture, with porphyritie crystals of black horn- 
blende up to 0.75 inch in diameter. Тһе госк consists, in descending order of 
abundance, of hornblende, calcite, а much altered feldspar (plagioclase), and 
magnetite, together with secondary actinolite, fibrous serpentine, and chlorite. 
It contains sufficient calcite (calcium carbonate) to make it effervesce with 
cold dilute hydrochloric acid. It takes a very fine polish and cuts very light, 
but the presence of the calcite exposes it to attack by the carbonic acid of the 
atmosphere. It is therefore more suitable for indoor work. Ora W. Knight," 
State assayer of Maine, reports that it contains a very small amount of plati- 
num which is very irregularly and unevenly distributed. 

Rock structure: The outcrop is about 200 feet from northeast to southwest 
by 40 to 50 feet across and occurs in a chloritie quartzose shale striking М. 
45° E. In places, however, there intervenes a granite porphyry containing 
crystals of orthoclase largely altered to muscovite, chlorite, and biotite. Тһе 
sheets, from 6 inches to 6 feet thick, dip 30° 8. 60° Е. Vertical joints strike N. 
60° W., forming a heading on the northeast, and recur at 20-foot intervals, 
also striking N. 20° W. and spaced from 23 to 8 feet. Both show marks of 
slippage. There is also a diagonal set striking М. 45° W. and dipping 45° SW., 
recurring irregularly. The rift seems to be parallel to the sheets. Sap occurs 
along the joints. There are quartz veins parallel to the sheets and rift. 

Transportation, by cart 1 mile to Maine Northern Seaport Railroad or 5$ 
miles to Bangor. 

Тһе quarry is worked only occasionally. 

The product is used for dies, memorial tablets, and wainscoting. Specimen 
monuments: Die on soldiers? monument at Hermon; about 20 dies in Mount 
Hope and in Mount Pleasant cemeteries at Bangor; dies at cemetery at 
Springfield; cornerstone of Catholic Church at Orono; keystone, etc., at Lord 
Hall, University of Maine. 


9' Letter addressed to Dr. Hanson Oct. 3, 1905. 
\ 
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PISCATAQUIS COUNTY. 


GUILFORD, 


The Queen City quarry is 33 miles from Foxcroft, in Guilford Township. 
Last operator, Queen City Granite Co., Bangor. Quarry idle in 1918. 

The granite (specimen D, XVII, 107, a) is a biotite-muscovite granite of 
light-gray shade and medium to coarse, even-grained texture, with feldspars up 
to 0.5 inch in diameter and biotite scales up to 0.15 inch. It consists, in descend- 
ing order of abundance, of very slightly bluish-white potash feldspar (micro- 
cline), smoky quartz, a whitish soda-lime feldspar (oligoclase), black mica (bio- 
tite), and much less white mica (muscovite), together with accessory magnetite. 
The oligoclase is partly altered to a white mica. As the feldspars are of 
similar color and the muscovite is present in small amount the contrasts are 
between the feldspar, smoky quartz, and biotite, and they are marked. 

The quarry measured in 1905 100 by 50 feet, with a maximum depth of 70 
feet, averaging about 35. 

The stone was used for building. The trimmings of a brick building erected 
in 1899 for the Bangor Theological Seminary and those of the Stetson Block 
at Bangor are made of it. 

The Brawn quarry is 1 mile distant from the Queen City, in the same 
township. Operator, H. A. Brown, Foxcroft. The granite resembles that of 
the Queen City quarry. Quarry temporarily idle in 1918. 


SOMERSET COUNTY. 


HARTLAND. 


The Hartland quarry is in the town of Hartland, near Hartland village, 
on the Sebasticook & Moosehead Railroad. The quarry, prior to 1905, had 
been operated by Joseph H. Baker. Property reported as owned by the Linn 
estate. 

The rock (specimen D, XXVII, 141, a, collected by Dr. George Otis Smith), 
is a quartz diorite with conspicuous black particles on a more bluish than 
yellowish-white ground, of medium to coarse, even-grained texture with flow 
structure. It consists, in descending order of abundance, of a translucent 
milk-white soda-lime feldspar (oligoclase), very slightly smoky quartz, black 
mica (biotite), black hornblende, and accessory titanite and magnetite. Some 
of the feldspars are cloudy from incipient alteration. 


NORRIDGEWOCK. 


'The Dodlin quarry is in the town of Norridgewock, on the northeast side 
of Dodlin Hill 24 miles south of Norridgewock village, and has а north- 
northeasterly axis and a height of 350 feet above the general level and of 650 
feet above the sea. Although this quarry is now disused, it is described be- 
cause of its geologic interest. 

Тһе rock (specimens D, XXVII, 116, a, 116, b) is a quartz monzonite of 
two shades. Specimen 116, a, is a general medium gray with conspieuous 
black particles on а white ground; and specimen 116, b, is a general light gray 
with mueh finer black particles on a ground of mixed white and gray. Both 
rocks have a like texture, medium inclining to fine, with porphyritie crystals 
of white feldspar up to 0.5 inch. In the darker rock (116, a) the biotite 
scales measure up to 0.1 inch; in Ше lighter rock they rarely attain 0.05 inch. 
Both varieties consist, in descending order of abundance, of a slightly bluish 
milk-white soda feldspar (oligoclase) and, in equal or slightly less amount, a 
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whitish potash feldspar (microcline); quartz, almost clear in the darker 
rock (116, a) and light smoky in the lighter one (116, b); and black mica 
(biotite) (considerable in 116, a, but much less in 116, b), with accessory 
magnetite, titanite, zircon, and pyrite, and secondary epidote and white micas. 
Some of the feldspars are radially intergrown with quartz. 

The quarry, opened about 1885, measured in 1905 400 feet from north-north- 
west to south-southeast by 250 feet across, with an average depth of 30 feet. 

Rock structure: There is a vertical northeast-southwest flow structure 
indicated by the dividing line between the dark and light granite (shown in fig. 
64), and also in the light and dark banding of some of the lower sheets. The 
sheets, 2 inches to 16 feet thick, dip about 5° Е. In the southern part of the 
quarry they are up to 2 feet thick, but in the northern part 2 to 16 feet. The 
joints are parallel to the flow and spaced 200 feet. From the relation of the 
thickness of the sheets to the joint spaces, both in this quarry and in two 
adjacent openings, it appears that in places thin sheets, іп others thick sheets, 
continue downward in alternating vertical zones, and that thin sheets are 
also likely to occur on both sides о the vertical joints for a few feet. These 
exceptional relations are probably due to vertical faulting. A small horizontal 
displacement in a уег- 
tical flowage band is 
evidently due to fault* 
ing at right angles to 
the other. The rift 
is horizontal, at right 
angles to the flow. 
The grain is vertical 
and parallel to flow 
and jointing. “Shake” 
structure occurs along 
the sheets near head- 
1 ^ hr ings. (See p. 39.) 
Еісувв 64.—Diagrammatie sketch showing junction of light Тһе product was 


and medium-gray granites (quartz monzonites) and the 1 
lateral change in thickness of sheets at the Dodlin quarry, used mainly for 
buildimgs. Specimens: 


near Norridgewock, Maine, 
Post office, Muskegon, 


Mich.; Merrill Library, Norwood, Mass.; Cathol'e Church, Lewiston, Maine; 
courthouse, Bangor, Maine; insane asylum (annex), Augusta, Maine. 

The Lawton quarry is in the town of Norridgewock, on the northwest side 
of Dodlin Hill, 24 miles south-southwest of Norridgewock. Operator, F. 8. 
Lawton, Norridgewock. Idle since 1917. 

The rock is а quartz monzonite of medium-gray and light-gray shade and 
medium and porphyritie texture, identical with that of the Dodlin quarry. 

'The quarry, opened before 1845, consisted in 1905 of two openings measuring 
200 by 100 and 300 by 200 feet and 5 to 10 feet deep. 

Rock structure: Тһе same flow structure occurs as at the Dodlin quarry, 
on the other side of the hill Тһе sheets, up to 5 feet thick, average 8 to 4 
feet and roll over the hill with a dip of 10° both north and south. Between 
some of the ordinary sheets there are unusual ones, 0.5 inch thick, which in 
large slabs are flexible. Whether this was in part due to incipient disin- 
tegration was not determined. Тһе lentieular form of the sheets gives them 
the appearance of being very irregular in thickness. Vertical joints, strike М. 
60-65% EL, recur at intervals of 10 to 50 feet. Тһе rift is horizontal, and the 
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U. S. GEOLOGICAL SURVEY BULLETIN 138 PLATE XI 


A. SHEET STRUCTURE AT RYAN-PARKER QUARRY ON СВОТСН 
ISLAND, MAINE, LOOKING SOUTHWEST. 


Тһе lower sheet is 25 feet thick and is split along the rift. 


B. EAST SIDE OF MOSQUITO MOUNTAIN, FRANKFORT, MAINE, LOOK- 
ING NORTHWEST. 


Showing sheet and dome structure, also erosion of sheets. 


О. S. GEOLOGICAL SURVEY BULLETIN 138 PLATE XII 


А. HURRICANE ISLE QUARRY, MAINE, EAST END. 


Showing lower 60-foot sheet overlain by 20-foot sheet and crossed by vertical east- 
west joint and by diagonal joint. 


B. STINCHFIELD QUARRY, HALLOWELL, MAINE, LOOKING WEST- 
NORTHWEST. 


Showing sheets increasing in thickness downward, crossed by joint (C) and overlain by 
glacial drift, 


U. S. GEOLOGICAL SURVEY BULLETIN 798 PLATE XIII 


А. SHEET STRUCTURE ON SOUTH SIDE OF CRABTREE & HAVEY 
QUARRY, SULLIVAN, MAINE. 


The cuts are along the grain and *hard мау” and show nine black segregations or 
“knots.” 


B. EAST WALL OF CRABTREE & HAVEY QUARRY, SHOWING LENTICULAR 
FORM OF SHEETS IN VERTICAL CROSS SECTION ON A JOINT FACE. 


The form of these sheets accounts for the irregularity of thickness shown in А. 


BULLETIN 738 PLATE XIV 


А. SANDS QUARRY, VINALHAVEN, MAINE, LOOKING S. 80? E. 


Showing curvature of the sheets, an intersecling joint face, and the channeling along the 
“hard way," or М. 10? E. 


ТҮР 


B. WHITE QUARRY, BLUEHILL, MAINE, LOOKING М. 10? 


Showing lenticular sheets crossed by a vertical joint curving from N. 50° W. to №. 50° E 
Fhe black vertical streaks are underground water issuing from between the sheets. 


17. S. GEOLOGICAL SURVEY BULLETIN 138 PLATE ХУ 


A. EFFECT OF COMPRESSIVE STRAIN ON THIN SHEET OF GRANITE 
GNEISS, ROCK CHAPEL HILL, LITHONIA, GA. 


Width of arch, 14 feet; height, 9 inches. Photograph by С. К. Gilbert, U. S. Geol. Survey. 


B. LOWER EDGE OF SCHIST INCLUSION IN GRANITE AT QUARRY IN 
FREEPORT, MAINE. 


Showing ragged edge of partly detached piece of the biotite schist, also smaller frag- 
ments. Тһе black streak on the granite is rusty stain from the schist. 


U. $. GEOLOGICAL SURVEY BULLETIN 138 PLATE XVI 


А. HIGH ISLE QUARRY, MUSCLE RIDGE PLANTATION, MAINE, LOOKING 
EAST. 


Showing sheets crossed by a N. 75? W. heading. 


B. ALLEN QUARRY, WEST SIDE OF SOMES SOUND, MOUNT DESERT, 
MAINE, LOOKING N. 15? W. 


Showing thin lenticular sheets crossed by small vertical diabase dike faulted on fourth 
sheet from bottom, with a displacement of 16 inches along the sheet. 
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U. S. GEOLOGICAL SURVEY BULLETIN 738 PLATE XVIII 


А. WEBSTER QUARRY, ON PLEASANT RIVER AT END OF WINTER 
HARBOR, VINALHAVEN, MAINE, LOOKING WEST. 


A typical tidewater quarry. Granite-laden schooner at right. Photograph by 
Merrithew. 


В. A TYPICAL MAINE PAVING-BLOCK QUARRY, CALLED A “MOTION.” 


Operated by one man provided with a tent, rarely with very small hand derrick. Photo- 
graph by Merrithew. 


U. S. GEOLOGICAL SURVEY BULLETIN 198 PLATE XIX 


А. LINTEL FOR NEW YORK CUSTOMHOUSE. 


Carved of coarse biotite granite from the Sands quarry, Vinalhaven, Maine. Left part 
unfinished. Photograph by Merrithew. 


B. MONOLITHIC COLUMNS FOR THE CATHEDRAL OF ST. JOHN THE 
DIVINE AT NEW YORK. 


Coarse biotite granite from Palmer quarry, Vinalhaven, Maine. Length, 51 feet 
6 inches; diameter, 6 feet. One column in lathe. 


U. S. GEOLOGICAL SURVEY BULLETIN 138 PLATE ХХ 
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PANEL AT ENTRANCE OF NEW YORK BANK OF COMMERCE. 


Carved of fine biotite-muscovite granite from Stinchfield quarry, Hallowell, Maine. 


138 PLATE ХХІ 


U. S. GEOLOGICAL SURVEY BULLETIN 


STATUE AT HALL OF RECORDS, NEW YORK. 


Fine biotite-muscovile granite from Stinchfield quarry, Hallowell, Maine. 
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grain vertical, with course М, 60° E. Knots, both light and dark, are rare. 
Sap occurs along the sheets пр to 6 inches in thickness. А 6-inch dike of white 
aplite strikes М. 80° W., glaciated with the granite at the surface (specimen 
D, XXVII, 1167, c). 

Transportation, by cart 3 miles to railroad at Norridgewock. 

The product is used for buildings, bridges, and monuments to supply local 
demands. Specimen: Town bridge at Bingham, Maine. 

Тһе Taylor quarry is in the town of Norridgewock, on Dodlin Hill, about 
one-fourth mile north of the Lawton quarry. Operators, D. E, Taylor & 
Son, Norridgewock. Idle since 1916. 

The granite (specimen, D, XXVII, 117, a) is а biotite-muscovite granite of 
light-gray shade and very fine, even-grained texture. Тһе particles range from 
0.11 to 1.1 millimeters, exceptionally 2.19 millimeters, and average about 0.50 
millimeter. They consist, in descending order of abundance, of a slightly bluish 
milk-white potash feldspar (microcline and orthoclase), clear quartz, soda- 
lime feldspar (oligoclase), black mica (biotite), and very little white mica 
(muscovite), together with accessory magnetite and apatite. 

This is a small opening, from which stone is obtained occasionally for monu- 
mental purposes. 


WALDO COUNTY. 
FRANKFORT, 


The Mosquito Mountain quarry is in the town of Frankfort, on top of 
Mosquito Mountain, 2 miles 8. 10° Е, of Frankfort village. This mountain is 
a granite dome rising 545 feet above tidewater, close by, with a steep east 
face shown in Plate XI, B. Operator, 1905, Hayward Pierce, Frankfort. 
Quarry not operated since 1912 and now abandoned. 

The granite (specimen D, XXVI, 52, a) is a hornblende-biotite granite of 
general medium-gray shade and of porphyritie texture, with milk-white feld- 
spar crystals from 0.5 inch to 1.5 inches in diameter in a gray matrix of 
medium texture, with black minerals up to 0.1 inch. It consists, in descending 
order of abundance, of milk-white potash feldspar (orthoclase and microcline), 
smoky quartz, milk-white soda-lime feldspar (oligoclase), black hornblende, 
and black mica (biotite), together with accessory titanite, magnetite, and apatite, 
and a little secondary chlorite, epidote, and carbonate (calcite or dolomite). 
The porphyritie feldspars are generally twins, Е. C. Sullivan, of the United 
States Geological Survey, finds that this granite contains 0.1 per cent of CO; 
(carbon dioxide) and that warm dilute acetic acid extracts 0.07 per cent of CaO 
(lime) and a trace of MgO (magnesia). Figuring the СО; to both CaO and 
MgO this would give 0.13 per cent of CaCO; (calcium carbonate) and 0.08 
per cent of MgCO; (magnesium carbonate). Тһе microscope also shows car 
bonate. 

A test of the compressive strength made of this granite in connection with 
its use for the U. S. dry docks at Kittery, Maine, reported by the owner of the 
quarry, gives it an ultimate crushing strength of 32,635 pounds to the square 
‘inch. 

The quarry was opened before 1837 on the east side of the mountain. The 
later opening on the top measured in 1905 1,000 by 500 feet, with a maximum 
depth of 25 feet. 

Rock structure: The sheets, 6 inches to 15 feet thick, dip gently northwest 
and east from the summit of the dome, and below, on the east side, they dip 
45°, as shown in Plate XI, B. Some of the upper sheets taper out at the sides. 
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(See, further, p. 31.) Vertical joint and dike courses are shown in figure 65. 
The rift is horizontal, and the grain is vertical, with strike N. 80°-85° W. 
Some of the joint surfaces are coated with secondary chlorite and pyrite. А 
dike of quartz monzonite, 10 feet thick, dips 40° E. (See р. 41.) There аге 
branching dikes of aplite from 1 to 3 feet thick. At the south end of the quarry 
а diabase dike 7 feet thick crosses from east to west. (See р. 52.) Somewhat 
abundant knots up to a foot in diameter and of circular or elliptical cross вес- 
tion occur. Sap is up to a foot thick in the upper sheets but absent lower down. 

Transportation, by about 7,000 feet of track and gravity cars from quarry to 
cutting shed and wharf on Marsh River (South Braneh Stream), which ad- 
mits schooners of 14—foot draft. И 

The produet was used for bridges and buildings, and the small sheets and 
waste for paving. Specimens: Post office at Lynn, Mass. and part of that at 
Chicago, Ш.; New York Central Railroad bridge across Harlem River. 

The Mount Waldo quarry is in the town of Frankfort, on the north spur 
of Mount Waldo, 660 feet above sea level, one-third mile southwest of Frank- 
fort village. Тһе geographic relations of Mosquito Mountain and Mount Waldo 
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Fieurp 65.—Structure at the Mosquito Mountain quarry, Frankfort, Maine. 


to Penobscot River are shown on the U. S. Geological Survey’s Bucksport topo- 
graphic map. This quarry was operated by the Mount Waldo Granite Works, 
Frankfort, but has been idle since 1914, 

The granite (specimen D, XXVI, 53, a) is a biotite granite of medium-gray 
shade and fine even-grained texture, with feldspar up to 0.2 inch and biotite 
scales up to 0.1 inch. The finer particles range from 0.36 to 1.46 millimeters in 
diameter. It consists, in descending order of abundance, of gray potash feld- 
spar (orthoclase and microcline), smoky quartz, gray soda-lime feldspar (oligo- 
clase), and black mica (biotite), together with accessory magnetite, titanite, 
and secondary chlorite. The oligoclase is partly altered to kaolin and a white 
mica. A coarser and lighter granite (specimen 53, b) from this quarry is a 
biotite granite of light-gray shade and medium, inclining to fine, even-grained 
texture, with feldspars up to 0.8 inch and biotite scales up to 0.1 inch, consist- 
ing, in descending order of abundance, of white potash feldspar (orthoclase 
and microcline), smoky quartz, white soda-lime feldspar (oligoclase), and 
black mica (biotite), together with accessory magnetite, titanite, and secondary 
chlorite. The oligoclase is partly altered to kaolin and a white mica, This 
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variety is in places соатвеіу porphyritie. George P. Merrill 38 refers to the two 
“Mount Waldo granites.” А test of the compressive strength of Mount 
Waldo granite, made at the United States arsenal at Watertown, Mass., іп 
1900,” yielded the following results with 2-inch cubes: . 


Test of Mount Waido granite. 


‘Ultimate 


| | 
| Specific | First | Total |strength 


No. of test. Direction of pressure. та rack. | pressure | = per 
| | gravity. | сгаск. applied. | square 
| inch, 


Pounds. Pounds. | Pounds. 
120,000 | 128,400; 31,782 
123,300 | 132,500 | - 32,635 
107,400 122,600 30, 197 
112,600. 117,900 29, 183 


The quarry, opened before 1851, measured in 1905 800 feet from north to 
south by 400 feet from east to west and from 10 to 30 feet in depth. 
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FicuRnE 66.—Structure at the Mount Waldo quarry, Frankfort, Maine. 


Коск structure: There is a vertical dike of the coarser and lighter grunite 
(specimen 58, b) 200 feet or more wide, having a course М. 209 W., with 
the darker granite (specimen 53, a) on both sides of it, the relations indi- 
cating vertical flow structure. "Гһе longer axes of many of the feldspars lie 
about north-south. Тһе sheets, 8 inches to 8 feet thick and lenticular, dip 
10° E. Тһе joint courses are shown in figure 66. There is only one joint of (A). 
(B) recurs at intervals of 40 feet; (C) at intervals of 20 to 40 feet or more. 
The rift is horizontal, and the grain vertical, striking N. 859 W. The granite 
is under compressive strain from east-northeast to west-southwest, causing 
north-northwest to south-southeast vertical fissures the entire length of the 
quarry. This fissuring has occurred in summer time and has been ac- 
companied by an explosive noise. Тһе sheets are very free from sap. Knots 
аге exceptional, but one near the junction of the fine and medium granites 
measures 6 by 3 feet and consists of a mediuin gray aplite, with porphyritie 


98 Collection of building and ornamental stones in the United States National Museum: 
Smithsonian Inst. Ann. Rept., 1889, pt. 2, p. 415. 
9)? Reilly, J. W., Ordnance Dept. Tests of Metal, etc., 1900, p. 119, 1901. 
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whitish twinned feldspars up to 0.75 inch in length and biotite scales up to 
0.05 inch. 

Transportation, by two graded tracks, each 1,200 feet long, operated by 
gravity from the quarry part way down the hill to the power house, thence 
by a cable road (Roebling engine) 11 miles to the wharf, which is accessible 
to schooners of 15-feet draft. 

Тһе product is used for buildings. Тһе small sheets and waste are made 
into paving blocks. Specimen buildings: Milwaukee, Cleveland, Indianapolis, 
and Jersey City post offices; Philadelphia Mint; new municipal building, 
New York; Public library, St. Louis; post office, Bangor, Maine. 


LINCOLN, 


The Lincolnville quarry is in the town of Lincoln, near the north end of 
Lake Megunticook. Operator, W. E. Dornan, East Union. 

The granite (specimen D, XXVI, 50, a) is a muscovite-bioti‘e granite of 
light-gray shade and fine, inclining to medium, even-grained texture, with feld- 
spars up to 0.2 inch, muscovite to 0.15 inch, and biotite to 0.1 inch. The finer 
particles range from 0.18 to 1.83 millimeters in d'ameter. The rock consists, 
in descending order of abundance, of slightly bluish-white potash feldspar 
(orthoclase and microcline), smoky quartz, whitish soda-lime feldspar (oligo- 
clase), white mica (muscovite), and black mica (biotite), together with acces- 
sory apatite. The oligoclase is much altered to kaolin. The feldspars gen- 
erally are intergrown with quartz in particles that are circular in cross section. 
The stone takes a fair polish with a bluish tinge, but the size of the muscov:te 
p.ates is against the great durability of the polish under outdoor exposure. 

The quarry opened about 1875, measured in 1905 100 by 50 feet and was 
28 feet deep. 

Rock structure: The sheets, 6 to 15 feet thick, dip 25° S. Vertical joints, 
Strike М. 602-657 W., recur at intervals of 8, 14, and 23 feet; also a single joint, 
strike М. 60°-65° E, Another one strikes N. 60° W. and dips 60° SE. The rift 
is vert cal, with strike М. 60°-65° W. Sap is faint and 4 to 8 inches thick 
along the sheets, Knots, up to 8 by 0.5 inch, are rare. 

Transportation, by cart 5 miles to eleciric railroad, thence 8 miles to Maine 
Central Railroad. 

The product is used locally almost entirely for monuments. Specimen: 
Trimmings to Carlton Block, Rockport, Maine. 

The Heal quarry (“Маск granite ") is in the town of Lincoln, about 2 miles 
from the bridge over the outlet to Тїїйеп Pond and about 34 miles from the 
shore of Penobscot Bay. Operator, A. S. Heal, Belfast. Quarry abandoned. 

This rock is an olivine norite of almost black shade, with glistening surfaces, 
and of medium texture. The polished surfaces show a brilliant dark olive- 
greenish mineral. Under the microscope this rock consists of in'erlacing 
slender crystals of a translucent lime-soda feldspar (labradorite, with 10 to 14 
per cent of lime), the spaces between which have been filled with the following 
minerals, in descending order of abundance: Greenish hypersthene (see p. 94), 
black hornblende, greenish olivine, black mica (biotite), and magnetite, with 
accessory pyrite апа secondary chlorite and serpentine. The stone takes a 
brilliant polish and under sunlight shows the greenish hypersthene. Тһе ham- 
mered or cut surface is very light, as shown in Plate XXII, B. 

The quarry, opened іп 1908, measured in 1905 30 by 40 feet and about 10 
feet in дер ћ. It is worked only occasionally. Тһе stone has to be carted Т 
miles to Belfast to be cut. It is used for dies and tablets for local demand and 
is admirably adapted for these purposes. 
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The Bog Hill quarry is in the town of Searsport, on Mount Ephraim 
(Bog Hill), about 5 miles north-northwest of Searsport village and 2 miles east 
of Swanville. 

The granite (specimen D, XXVI, бі, a) is a biotite granite of light-gray 
shade and porphyritic texture, with feldspars up to 1.5 inches in diameter, in a 
groundmass of medium texture, with biotite scales up to 0.2 inch. ЈЕ consists, 
in descending order of abundanee, of a whitish potash feldspar (orthoclase and 
microcline), smoky quartz, whitish soda-lime feldspar (oligoclase), and Маск 
mica (biotite), together with accessory magnetite, titanite, zircon, apatite, and 
secondary chlorite and epidote. The porphyritie orthoclase crystals. generally 
twinned, are intergrown with oligoclase and quartz. Some have a zonal struc- 
ture indicated by inclusions of quartz and oligoclase. The oligoclase is partly 
altered to kaolin and a white mica. 

The quarry is 200 feet from north to south by 50 feet from east to west and 
averages about 5 feet in depth. 

Rock structure: The sheets, 1 to 4 feet thick, dip 10? S. 30° E., and are 
crossed by steep joints striking N. 75° W., forming headings at the south side, 
and one in the center. Some black knots up to 2 inches across; also pyrite 
crystals on the joint faces. 

This stone has been used for monuments and buildings in Belfast and for 
paving blocks, but the quarry is abandoned. The product had to be carted 5 
miles to Searsport. 

SWANVILLE. 


The Oak Hill quarry is in the town of Swanville, on Oak Hill, about 6 
miles north-northwest of Belfast. Quarry abandoned. 

The granite (specimen D, XXVI, 49, a) is a biotite granite of slightly bluish 
dark-gray color and fine even-grained texture, with particles ranging generally 
from 0.25 to 1 millimeter in diameter and an occasional feldspar up to 2.5 mil- 
limeters or 0.1 inch. It consists,.in descending order of abundance, of slightly 
bluish-white potash feldspar (microcline and orthoclase), smoky quartz, slightly 
bluish-white soda-lime feldspar (oligoclase), and black mica (biotite). Тһе 
feldspars are intergrown with quartz and the oligoclase is here and there partly 
altered to a white mica. The stone takes a very fine polish, to the bo ad a of 
which the fineness of the mica contributes. 

The quarry, opened about 1872, consists of several openings, the largest of 
which is 175 by 100 feet, with a working face 60 feet high. 

Rock structure: The sheets, 1 to 4 feet thick, dip 10° W. Vertical or steep 
joints, strike N. 80° W., recur at intervals of 10 and 20 feet and form headings 
on the north side, Sap 2 inches thick occurs along the sheets, There are some 
knots up to 2 inehes across. 

Transportation, by cart one-fourth mile to a siding from Sargents Crossing 
‘on the Maine Central Railroad. 

The product is well adapted to monumental uses. The stone is the darkest of 
the fine-textured granites of the State (compare Freeport, p. 211; Pownal, 
p. 211; and Sherwood, p. 227) and is finer textured than the blue granite of 
Westerly, R. I. This quarry was formerly leased to the New England Granite 
^ Co., of Westerly. 
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WASHINGTON COUNTY. 
ADDISON, 


The Pleasant River quarry. (‘black granite”) is in the town of Addison 
at Dalotville, on the cast side of Pleasant River Bay. Operator, Pleasant River 
Granite Со., Addison. Idle in 1921 and 1922. 

This rock (speeimen D, XXVI, 93, a) is an hypersthene-olivine gabbro of 
almost black shade and of medium ophitie texture, with black particles up to 
half an inch and slender whitish crystals. Тһе polished surface is jet-black 
mottied wth a little white. Under the microscope this rock consists, іп de- 
scending order of abundance, of slender whitish transparent crystals of a 
feldspar (with both lime and soda, andesine-labradorite) intricately inter- 
laced, the spaces between which are filled with a dark-brownish diallage (see 
p. 94), black mica (biotite), a little hypersthene, and greenish olivine, together 
with secondary magnet te, a white mica, and calcite. The diallage is altered 
along its edges to hornblende. The stone takes a very fine polish, and the 
hammered or cut surface is almost white. It is referred to by George P. 
Merrill? and by John E. Wolff? It was reported to the company by John 8. 
Newberry in October, 1890, as withstanding a pressure of 22,410 pounds to the 
square inch. Its weight is given by the firm as 184 pounds to the cubic foot. 

The quarry, opened about 1885, іп 1905 measured 75 by 50 feet with a work- 
ing face about 50 feet high. It is on the south side of an east-west ridge 70 
feet high, the upper 5 to 10 feet of which consists of morainal sand and boulders. 

Rock structure: The sheets, 3 to 17 feet thick, undulate from the horizontal to 
а dip of 10? E. Vertical joints, strike N. 80% E., recur at intervals of 5 to 10 
feet and form a heading on the south; a set striking N. 35° УУ. recurs at 
intervals of 20 to 30 feet, forming a heading on the west. There are also sev- 
eral irregular fractures. Тһе rift is vertical east-west, and the grain is hori- 
zontal. There are 10 feet of stained and fractured rock at the top, but sap is 
usually hardly an inch in thickness. Dikes of whitish quartz monzonite, de- 
scribed on page 61 of Bulletin 318, are 1 to 14 inches thick. There is also a more 
or less horizontal light and dark banding, due to alternating changes in the 
amount of feldspar. 

Transportation, by cart on a track 300 feet from quarry to mill and 300 feet 
thence to wharf on Pleasant River Bay. 

The product is used for monuments and interior decorations. The dimensions 
of the blocks are limited by the spacing of the joints and sheets. The usual 
sizes shipped measure 2 feet 6 inches by 2 feet 6 inches by 1 foot and also 3 to 
6 feet by 1 foot by 1 foot. The largest block shipped measured 6 feet by 4 
feet 6 inches by 4 feet 6 inches. 

Specimen work: Base of wainscoting in the city hall at Philadelphia ; 
tablet with Welsh inscription in Washington Monument, Washington, D. С.; 
Danforth monument, Morristown, N. J.; Zeller monument, Lewisburg, Pa.; 
Center monument, Greewood Cemetery, Brooklyn, N. Y.; mantlepiece in publie 
library at Machias, Maine; memorial to Architect French in New York. 

The Thornberg quarry (“black granite”) is in the town of Addison, 3 miles 
south of Addison village. Operator in 1905, А. M, Thornberg, Addison; quarry 


not operated in 1916. 


iTenth Census, vol. 10, p. 24, 1884. 


2 Idem, p. 116. 
з Newberry's report will be found in U. S. Geol. Survey Eighteenth Ann. Rept., pt. 5, 


continued, p. 961, 1897. 
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Тһе rock (specimens D, XXVI, 94, а and 94, аа) is а hypersthene gabbro of 
almost black shade and of medium ophitie texture. ‘There are two varieties— 
a dark one, which is externally identical with that from the Pleasant River 
quarry, and a lighter one, in which the white mottling due to the feldspar is 
a little more abundant. Under the microscope this stone is generally identical 
with that of the Pleasant River quarry, except that in this one the feldspar 
is labradorite and there is no olivine. This, however, may not be characteristic 
of the rock as a whole. А little accessory pyrite and apatite and a good-sized 
particle of secondary epidote were also found in the “Thornberg” gabbro. 
The stone takes a very fine polish, and the hammered or cut surfaces are 
almost white. 

The Black Diamond quarry (“black granite") is in the town of Addison, 
on Yoho Bay. Operator, Maine Black Diamond Granite Co. 

The rock (specimen D, XXVI, 91, a), known as *Indian Black Diamond 
granite," is a hypersthene gabbro of very dark gray shade, with slight 
brownish tinge, and of fine to medium ophitie texture, consisting, in descend- 
ing order of abundance, of a whitish soda-lime feldspar (andesine) in not 
greatly elongated crystals, brownish diallage (partly altered to hornblende), 
black mica (biotite), a little hypersthene, and quartz, together with accessory 
magnetite. Where most exposed the ledge has turned a little brownish and 
weathered spheroidally. A polished block, reported as from this quarry and 
shown to the writer in a stonecutter’s yard at Quincy, Mass., had become 
pitted from exposure, but monuments erected 20 years or more ago in New 
York City are reported to be in good condition. 

The quarry in 1902 was 200 feet square and from 10 to 20 feet deep. It has 
a track 600 feet long to a wharf which admits schooners of 11 feet draft. The 
older part of the quarry has been worked down to sea level, but a large supply 
of stone lies to the east in a rising ridge. 

Rock structure: The sheets,8 to 8 feet thick, are horizontal or dip 20° N, 
Vertical joints, strike N.80° E.,recur at intervals of 5 to 20 feet,and а set 
striking N. 30° W. recurs at intervals of 2 to 10 feet. There is rarely a set 
striking N. 45°-50° W. 

BAILEYVILLE, 


The Hall quarry (“black granite”) is in the town of Baileyville, at the 
north edge of Meddybemps Lake, 5 miles southwest of Baring, on the Wash- 
ington County Railroad, about 7 miles southwest of Calais. Operator in 1905, 
F. H. Hall, Calais. The quarry is no longer operated. 

The rock (specimens D, XXVI, 98, b, d) is a norite of brilliant luster; very 
dark gray shade without any yellowish tinge and of coarse texture and marked 
rift, with jet-black particles up to 0.5 inch in diameter in & network of trans- 
lucent whitish feldspar. Under the microscope it consists, in descending order 
of abundance, of elongated transparent crystals of feldspar (with both soda 
and lime, andesine-labradorite) interlaced, but parallel in the flow and rift 
direction, with the intervening spaces filled with hypersthene (partly altered 
Чо brown hornblende), magnetite, and black mica (biotite), together with acces- 
sory calcite and a white mica derived from the partial alteration of a few of 
the feldspars. The hypersthene and hornblende constitute the conspicuous 
black particles seen with the unaided eye. In the lighter bands of the rock 
the feldspar largely crowds out the hypersthene. The content of magnetite is 
so great that large blocks of the rock deflect the magnetic needle. Mr. Hall 
stated that the stone endures the fire and water test very well; that its com- 
pressive strength, as determined by the Watertown Arsenal testing machine, is 
99,500 pounds to the square inch, and that an assay by Carmichael, of Boston, 
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shows it to contain a small percentage of gold; Тһе papers that give formal 
evidence of these results, having, unfortunately, been misplaced, can not be 
cited here. The stone takes a high polish, and the hammered and cut surface 
is almost white. It is very tough but splits with facility along the rift. 

Тһе quarry, opened іп 1902, consists of two adjacent openings on the north- 
east side of a northwest-southeast ridge over one-fourth mile long and about 
50 feet high. These openings measure 60 by 25 feet and 35 feet in depth and 
50 by 20 feet and 20 feet in depth, respectively. 

Rock structure: The upper 8 feet of the working face is traversed by light- 
gray more feldspathic bands 0.25 to 2 inches thick, constituting a flow struc- 
ture parallel to the sheets, which are from 1 to 6 feet thick and dip about 
15? SW. Vertical joints strike northeast-southwest, cross the ridge at inter- 
vals of 6 inches to T feet, and form a heading in thé smaller northwesterly 
opening. The rift is parallel to the sheets. Тһе structure along this ridge is 
unusually favorable for quarrying. 

Transportation, by cart 5 miles to Baring, on the Washington County 


Railroad. 
Specimen monuments : А monument erected by Stephen A. Lovejoy at Melrose 


Cemetery, Melrose, Mass. 

Тһе Tarbox quarry (“Маск granite") is in the town of Baileyville, about 
900 feet northeast of the Hall quarry, described above, at the north edge of 
Meddybemps Lake, 5 miles southwest of Baring, on the Washington County 
Railroad, and about 7 miles southwest of Calais. Operator, Redbeach Granite 
Co., Redbeach. 

This rock is a norite identical with that of the Hall quarry. It appears to 
belong to an outcrop northeast of and parallel to the ridge referred to. 


CALAIS, 


Gardner's prospect (*black granite") is in the town of Calais, on St. 
Croix River, 6 miles south of Calais, north of road to Redbeach. Owner, 
Lorenzo Gardner; Calais. 

This rock (specimen D, XXVI, 100, a) is a quartz diorite of very dark gray 
(not bluish) shade and fine, even-grained texture, consisting, in descending 
order of abundance, of a whitish soda-lime feldspar (andesine) considerably 
altered to a white mica, hornblende partly altered to chlorite, quartz, black 
mica (biotite), and magnetite, together with accessory titanite, pyrite, and 
apatite and secondary calcite. It takes a high polish, and the hammered and 
cut surfaces are very light: The stone is suitable for monumental work. Dr. 
George Otis Smith, who visited the Gardner prospects in 1903, states that 
* pink granite occurs intrusive іп the dioritie rock in such a manner that both 
kinds of stone could be quarried from the same opening.” One part of the 
dioritie rock he found in thin section to be in reality a diabase. 

The Mingo-Bailey quarry (“black granite") is in the town of Calais, 
about 6 miles south of Calais, on the southwest side of the road to Redbeach, 
on the north side of an east-west ridge, near top. Operators, Mingo, Bailey 
& Со. Redbeach. 

The rock (specimen D, XXVI, 108, а) а norite, is almost black with a slight 
greenish tinge and of fine to medium even-grained ophitie texture. It consists, 
in descending order of abundance, of a whitish soda-lime feldspar (andesine) 
considerably altered to а white mica, hypersthene (some of it partly or en- 
tirely altered to fibrous actinolite), magnetite, and black mica (biotite), with 
ассеззогу pyrite. 'The stone takes а fine polish and affords a very light ham- 
mered or cut surface. à 
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Тһе quarry measured 50 by 15 feet and up to 20 feet in depth in 1905. Тһе 
sheets are about 10 feet thick. "Vertical joints, strike about east to west, recur 
at intervals of 1 to 3 feet. 

The quarry is worked only occasionally, and the stones are carted to the 
company's cutting shed, near Redbeach, on St. Croix River. 

The Beaver Lake quarry (“black granite”) is in the town of Calais, near 
the north end of Beaver Lake, 4 miles west of Red Beach village. Operator, 
Maine Red Granite Co., Red Beach. Quarry idle. 

The rock (specimen D, XXVI, 96, g) is a mica-quartz diorite of general dark- 
gray shade (black mottled with white and gray) and of coarse to medium 
porphyritie texture, with feldspars up to 0.5 inch in diameter. ТЕ consists, in 
descending order of abundance, of a grayish feldspar containing both soda and 
lime (andesine-labradorite), black hornblende, black mica (biotite), magnetite, 
and a little quartz, together with accessory pyrite, calcite, and apatite. The 
feldspar is partly altered to kaolin and a white mica, producing the milky-white 
parts of the feldspars seen in the polished specimen, and some of the horn- 
blende is fibrous. The stone takes a 
high polish and when hammered or cut j 
bas a very ligħt surface. | 

The quarry, opened іп 1885, meas- ) 
ured т 1905 250 feet from north-north- 1 
east to south-southwest by 75 feet 
across and had a working face on the 
east 80 feet in height. 

Rock structure: Тһе sheets, 6 inches 
to Т feet 6 inches thick, dip 15? W. 
and are lentieular. Тһе upper 10 feet 
of the face consists of shattered surface 
rock and includes a bed 1 foot thick of 
sand, due to interstitial weathering. 
The courses of joints and dikes are 
shown in figure 67. (A) recurs at 
intervals of 2 to 10 feet, (B) at inter- 
vals of 10 feet, (С) still less frequently. Ficurm 67.—Structure at the Beaver 
There are also irregular joints, which Lake diorite quarry, Calais, Maine. 
break the rock up into irregular blocks. 

A dike of pinkish aplite, 4 to 8 feet thick, runs the entire length of the quarry 
on the west. A 1-іпеһ dike of white aplite dips 15° S. Similar dikes recur at 
frequent intervals. Some strike north and curve. А dike of olivine basalt oc- 
curs also on the west side or front of the quarry and is crossed by branches 
from the large dike of pinkish aplite. The rift is horizontal and the grain ver- 
tical, striking north-northeast. Thus, altogether, the structure and injections 
are complex and render the quarrying of large blocks difficult. Notwithstand- 
ing this, blocks of 9 by 9 feet by 20 inches have been obtained, and one 12 by 
12 by 6 feet was in sight in 1905. 

Transportation involves cartage of 4 miles to the company’s cutting mill at 
Red Beach and a farther cartage of one-fourth mile to a wharf on St. Croix 


River. 
The product is used entirely for monuments, of which the soldiers’ monument 


at Calais is a specimen. 
The Shattuck Mountain quarry is in the town of Calais, 3 miles west- 
southwest of Red Beach village, on Shattuck Mountain. Operator, Maine Red 


Granite Co., Red Beach. Quarry idle. 


Aplite dike 
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The granite (specimen D, XXVI, 104, b), “ Shattuck Mountain," is a biotite 
granite of dark reddish to greenish-gray color and medium to coarse, even- 
grained texture, with feldspars up to 0.5 inch and sparsely disseminated biotite 
under 0.1 inch. It consists, in descending order of abundance, of a reddish pot- 
ash feldspar (orthoclase), smoky quartz, greenish soda-lime feldspar (oligo- 
clase), and black mica (biotite), together with accessory magnetite, apatite, and 
secondary chlorite. The oligoclase is here and there partly altered to a white 
mica. The smallness and sparseness of the micas are favorable to the dura- 
bility of its polish. 

The quarry, opened in 1890, consisted in 1905 of three openings on the south 
side of an east-west ridge. Тһе principal opening measured 50 by 25 feet 
and from 10 to 20 feet in depth. 

Rock structure: The sheets, 5 to 7 feet thick, are horizontal or dip south 
at а small angle. Joints, strike М, 25° E., dip 70° NNW., recur at intervals 
of 10 to 22 feet and form headings on the north and south sides of the quarry, 
Another set, strike N. 40° W., dip 65° W., forms a heading on the east side 
and recurs in middle of quarry. The heading of the first set on the north 
is about 6 feet thick and includes a bed of clayey sand 8 inches thick. It has 
three sets of subjoints, one striking N. 40° E., dipping 55° SE., spaced 2 to 12 
inches; another striking N. 50° W., vertical, spaced 6 inches to 2 feet; and 
another striking N. 60° E., vertical, spaced 4 to 12 inches. The rock has no 
rift. The weathering of this granite has been referred to on page 70. 

Transportation, by cart 3 miles to Red Beach, on St. Croix River. 

The product is used for ornamental and monumental work. Specimens: 
Four fluted columns 22 by 3 feet, in the courthouse at Marquette, Mich. 

The Mingo-Bailey quarry is in the town of Calais, 14 miles north-north- 
west of Red Beach. Operators, Mingo, Bailey & Co., Red Beach. Quarry 
abandoned. 

The granite (specimen D, XXVI, 102, b) is a biotite granite of dark-reddish 
eolor speckled with pale greenish and of medium, even-grained texture, with 
feldspars up to 0.4 inch and sparse biotite under 0.1 inch. It consists, in de- 
scending order of abundance, of a dark-pinkish potash feldspar (orthoclase), 
very smoky quartz, a pale yellowish to greenish soda-lime feldspar (oligoclase) 
considerably altered to a white mica, black mica (biotite), and accessory mag- 
netite and zircon. The rock takes a high polish that exhibits marked contrasts 
between the two feldspars and the smoky quartz. The smaliness and sparseness 
of the biotite scales favor the durability of the polish. The stone is of a lighter 
red than that of the Shattuck Mountain quarry, but is darker than that of the 
Maine Red Granite Co.'s “ old quarry. ” 

The quarry is 25 feet square by 8 feet deep. 

Transportation, by cart 14 miles to wharf at Red Beach. 

The product is used entirely for monuments. 

The Maine Red Granite Co.’s quarry is in the town of Calais, three-fourths 
mile west of Red Beach. Operator, Maine Red Granite Co., Red Beach. Quarry 
idle. 

Тһе granite (specimen D, XXVI, 97, a) is a biotite granite of general bright- 
pinkish-gray color and medium, even-grained texture, with feldspars up to 
0.4 inch and sparse biotite scales under 0.1 inch. It consists, in descending 
order of abundance, of a pinkish potash feldspar (orthoclase), smoky quartz, 
cream-colored soda-lime feldspar (oligoclase), and Маек mica (biotite), to- 
gether with accessory magnetite and zircon. The oligoclase is partly altered 
to kaolin and a white mica. Тһе stone takes a high polish, the durability of 
which is favored by the sparseness and smallness of the mica scales. In 
weathering about the quarries the feldspars whiten from increasing kaoliniza- 
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tion. The contrasts are chiefiy between the two feldspars and the smoky 
quartz. This type of “red granite" is the brightest of those occurring in 
Maine. 

Тһе quarry eonsists of two openings, one known as the * old quarry, " opened 
in 1876, and a new one adjacent to it. Тһе new one was іп 1905 about 150 feet 
square by 20 to 50 feet deep. 

Rock structure: The sheets, 6 inches to 5 feet thick, dip 10°-30° SE. Joints, 
strike N. 80° W.. Фр steep north, recur at intervals cf 1 to 5 feet. Others, strike 
№. 40° E., dip S0? SE., recur at intervals of 6 inches to 5 feet. The faces of this 
set are coated with calcite and epidote. There is no rift whatever. It is evi- 
dent from the frequent recurrence of both sets of joints and the small range 
in thickness of the sheets that the conditions are not favorable for quarrying 
large blocks. John E. Wolff * refers to the structure of “ Redbeach granite.” 

Transportation, by cart, three-fourths mile to wharf on St. Croix River. The 
company's cutting and polishing works are one-fourth mile west of Red Beach. 

The product is used entirely for monumental and ornamental work, 

The Red Beach Granite Co.'s quarry is in the town of Calais, on Cooks 
Mountain, 8 miles southeast of Calais, about 1,000 feet southwest of road to 
Red Beach. Ореггіот, Red Beach Granite Co., Red Beach. 

The granite is а biotite granite of general bright pinkish-gray color and 
medium even-grained texture like that of the Maine Red Granite Co.’s quarry 
near Red Beach, described on page 266, and of the Bodwell Granite Co.’s aban- 
doned quarry on Cooks Mountain. 

Тће quarry, opened in 1895, is 50 by 25 feet and from 5 to 20 feet deep. 
The sheets, up to 5 feet thick, dip north at a low angle. Vertical joints strike 
N. 80°-90° E., forming numerous headings. There is no rift. 

Transportation, by cart over half a mile to wharf on St. Croix River at 

ted. Beach. 

The product is used for buildings and monuments. Specimens: Red granite 
in two corner wings of the American Museum of Natural History, in New York; 
pedestal to General Grant's monument at Galena, Ill. 


JONESBORO, 


The Fish quarry is in the town of Jonesboro, 1 mile northwest of Jonesboro 
Village. Owner, N. W. Fish, Jonesboro. 

The granite (specimen D, XXVI, 87, b) is a biotite granite of lavender 
medium-gray color and medium, even-grained texture, with feldspars generally 
up to 0.4 inch (exceptionally 0.5 inch) and sparsely disseminated biotite up to 
0.1 inch. It consists, in descending order of abundance, of a pale lavender- 
colored potash feldspar (orthoclase), smoky quartz, milk-white soda-lime feld- 
spar (oligoclase), and a little black mica (biotite), together with accessory 
magnetite and secondary epidote, zoisite, and calcite. The feldspars are con- 
siderably altered to white micas, and the biotite is also largely altered to chlorite. 
This stone resembles that of the Goss and Ryan-Parker quarries of Crotch 
Island (p. 224) in the lavender tint of its orthoclase, but its texture is finer. 
Their resemblance may be found to be still greater in lower and fresher sheets. 

The quarry, a small opening about 300 feet northwest of Mr. Fish’s house, 
has been worked only occasionally. The sheets are up to 5 feet thick and lie 
horizontal. 

The Bodwell-Jonesboro quarry is in the town of Jonesboro, 2 miles east 
of Jonesboro village. Operator, Bodwell Granite Co., Rockland. 

The granite (specimen D, XXVI, 86, h), “ Jonesboro red,” is a biotite granite 
of general medium pinkish-gray color and of coarse, inclining to medium, even- 


*' Tenth Census, vol. 10, p. 116, 1888. 
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grained texture, with biotite sparsely disseminated and up to 0.05 inch in 
diameter. It consists, in descending order of abundance, of pinkish potash 
feldspar (orthoclase), smoky quartz, cream-colored soda-lime feldspar (oligo- 
clase), and a little black mica (biotite), together with accessory magnetite and 
secondary white mica, kaolin, and chlorite. The orthoclase is intergrown with 
plagioclase, and the oligoclase is here and there largely altered to a white mica 
and kaolin and the biotite to chlorite. The contrasts are chiefly between the 
two feldspars and the smoky quartz. The stone takes a fine polish, the dura- 
bility of which is favored by the smallness of the biotite scales. 

The quarry, opened about 1875, measures about 700 feet N. 80° E.-S. 80° 
W. by 200 feet from north to south, and has a depth of 10 to 88 feet. Its area 
is irregular, as shown in figure 68. Its drainage requires occasional pumping. 

Rock structure: This quarry shows a greater variety of dike courses than any 
other of the Maine quarries. The sheets, 6 inches to 5 feet thick, are hori- 
zontal, with slight undulations, The joint and dike courses are shown ‘in figure 
68. (A) recurs on the north and south sides of the quarry and in the middle, 
and forms a heading on the south; (B) forms a heading on the northwest side; 


Ficurp 68.—General plan and structure at the Bodwell quarry, Jonesboro, Maine, 


(C) appears on the south wall, intersecting the heading; (D) dips steeply 
south, and also intersects the south wall. The rift is vertical, with strike N. 
70° W. ‘There are two dikes of reddish aplite (а), опе 6 feet thick, another 4 
feet thick; a third (b), also reddish, is 3 to 6 feet thick; a grayish aplite dike 
(с), 1 to 14 inches thick, can be traced from 200 to 300 feet, cutting all the other 
dikes. Thin sections of (а) are described on page 44. Knots oecur up to 12 
by 8 inches, but rarely. There are geodes and short veins, containing quartz, 
epidote, and calcite. (See р. 62.) The sheet surfaces аге in places coated with 
epidote from the alteration of feldspar. John E. Wolff" has referred to the 
* Jonesboro red granite" and some of its peculiarities. 

Transportation, by cart 1 mile to wharf on Englishmans Bay. The stone 
is shipped to Vinalhaven for finishing. 

The quarry is not in operation for want of demand for granite of this color, 
but it is in good operating condition. 

The product has been used for buildings. Specimens: Customhouse and post 
office, Buffalo, М, Y.; Methodist Book Concern Building; Havemeyer residence, 


5'Tenth Census, vol. 10, p. 116, 1888. 
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Fifth Avenue and Sixty-sixth Street, New York; customhouse and post office, 
Fall River, Mass.; Western Savings Bank Building, Philadelphia; and (since 
1905) National Bank of Commerce, Kansas City, with two 2-story fronts with 
carved and polished surfaces; Dimock family mausoleum (Egyptian style), 
New London, Conn. 

The Booth Bros. Jonesboro quarry, in the town of Jonesboro, is 14 miles 
east of Jonesboro village. Operator, Booth Bros. & Hurricane Isle Granite Co., 
208 Broadway, New York. 

The granite (specimen D, XXVI, 85, b), “ Jonesboro red,” is a biotite granite 
of general medium pinkish-gray color and coarse, inclining to a medium, even- 
grained texture, with sparsely disseminated biotite up to 0.05 inch in diameter. 
It consists, in descending order of abundance, of a pinkish potash feldspar 
(orthoclase), a little less pink than that of specimen 86, h, from the Bodwell 
quarry, smoky quartz, cream-colored soda-lime feldspar (oligoclase), and black 
mica (biotite), together with accessory magnetite and secondary white micas, 
zoicite, and chlorite. The orthoclase is here and there intergrown with a 
plagioclase. The oligoclase is largely altered to a white mica and kaolin, and 
the biotite to chlorite. The contrasts are between the two feldspars and. the 
smoky quartz. The stone takes a high polish, the durability of which is favored 
by the smallness of the biotite plates. Its general color is not quite so pinkish 
as that of the Bodwell quarry. 

The following chemical analysis of this granite was made by Ricketts & 
Banks, of New York (No. 16072), and is given here merely for the purpose of 
reference: 

Analysis of granite from Jonesboro quarry: 
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The quarry is of triangular area, about 10 by 75 by 75 feet and 30 feet deep. 

Rock structure: The sheets, 5 to 10 feet thick and lenticular, lie horizontal 
or dip 5? NW. or 5? SE. A vertical joint, strike М. 60° W., forms the wall on 
the southwest. А set striking М. 35°-50° E. forms headings on the northwest 
and southeast and recurs at intervals of 5, 10, 20, and 70 feet. Its faces 
are coated with hematite. Тһе rift is vertical, with strike М. 60° W. Тһе grain 
is horizontal. Knots are small and infrequent. Sap up to 3 inches thick is con- 
fined to headings. Тһе structural conditions are unfavorable for quarrying 
large blocks. 

Transportation, along a track one-third mile to wharf on Englishmans Вау. 

Тһе quarry is not in operation. 

The product has been used for building. 
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The Minerva Cove quarry is in the town of Jonesport on the north side 
of Head Harbor Island, about 33 miles southeast of Jonesport. Quarry no 
longer operated. 

The granite (specimens D, XXVI, 88, a, and 88, b) is a biotite granite which 
in the lower sheets is of general dark reddish-gray color, with both a pinkish 
and a greenish feldspar, but in the upper sheets bas a white instead of a 
greenish feldspar. It is of coarse, even-grained texture, the feldspars up to 
an inch in length and the biotite up to 0.2 inch. It consists, in descending 
order of abundance, of pinkish potash feldspar (orthoclase with a little miero- 
cline), smoky quartz, dull. greenish or milk-white soda-lime feldspar (oligo- 
clase) and black mica (biotite) in conspicuous flakes, together with. accessory 
magnetite, pyrite, titanite, and apatite. The orthoclase, generally in twins, is 
intergrown with plagioclase. The oligoclase is largely altered to white mica 
and kaolin, particularly in the upper sheets, where it has passed from green 
to white. The quartz is cloudy from the presence of multitudes of irregular 
bubbles, the largest of which measure 0.01 millimeter, or about 0.0004 inch іп 
length. It is also traversed by irregular fissures containing sericite. Some of 
the pinkish orthoclase is rimmed with white or greenish oligoclase or com- 
pletely envelops a greenish oligoclase crystal. Тһе contrasts are feeble in 
the granite of the lower sheets, owing to the darkness of the oligoclase and 
quartz, but are marked in that of the upper sheets, the four minerals all differ- 
ing in shade. 

The quarry consists of five openings—(1) 100 by 25 and 14 feet deep; (2) 
50 by 25 and 40 feet deep; (3) 300 by 70 and 35 feet deep; (4) triangular, 100 
by 150 by 75 feet deep, with working face 35 feet high; (5) 50 by 25 and 20 
feet deep. 

Rock structure: The sheets at the upper opening, 2 to 22 feet thick but 
usually 5 to 15 feet, dip 10° NE. Vertical joints striking М, 10° E. or north 
form a heading on the east and recur at intervals of 5 to 10 feet, Another set 
strikes east and dips 60° S., and one which may belong to it strikes М. 80° W. 
and dips 90°. -The rift is horizontal; the grain vertical, striking north. Dikes 
of aplite up to an inch thick have N. 60° Е. courses. 

Transportation, by cart 700 feet and 50 feet down grade from upper open- 
ing to wharf. From the opening at the wharf stones are loaded by derricks 
directly on schooners. 

The product was used for buildings. Specimens: Colorado Building, at 
Fourteeth and G Streets, Washington; State armory, Providence, В. I.; power 
house of the Metropolitan Street Railway (Interurban), Ninety-fifth to Ninety- 
sixth Streets and First Avenue to Hudson River, New York. 

The Hardwood Island quarry is in the town of Jonesport, on Hard- 
wood Island, which lies 34 miles southwest of Jonesport village. Operator, 
Rockport Granite Co., Rockport, Mass. 

The granite (specimen D, XXVI, 90, a). “ Moose-a-bec red," is a biotite 
granite of general dark reddish-gray color, with a white and a pinkish feldspar, 
and of coarse, even-grained texture, like that of specimen 88, a, from Head 
Harbor Island, described above, but with an occasional isolated feldspar. 

The Rosiwal method was applied to a specimen of this granite with a 
polished face 5 by 3 inches. Тһе size of mesh was 0.9 inch; total length of 
lines, 40.20 inches. Owing to the irregular massing of the feldspar in the 
Speeimen a second test was made with the short set of lines shifted one- 
fourth inch, and the long set adjusted accordingly. Тһе results of both tests 
were averaged for the final estimate. 
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Sizes and percentages of minerals in granite from Hardwood Island, as deter- 
mined by the Rosiwal method. 


| 541 | 
| | Бесопа | 


Mineral. pret test.) “test. Averages. 
| | | 
| Inches. | Inches. | Inches. | Per cent. 
" | 
Reddish orthoclase. ...... | 10.12] 12,46 | - 11.29 28.85 
Milk-white oligoclase | 8.00 | 8.24 | 8.12 22, 45 
Biotite....... | 1.72 | 1.54 | 1.63 4.05 
Smoky quartz | 20.36] 17.96 | 19. 16 44,65 
| 
| 


40.20 | 40.20| 40.20 100. 00 
| 


Percentage of both feldspars, 51.30. 


'This granite takes a fine polish, in which the contrasts between the pinkish 
and white feldspars and the black mica stand out on the background of smoky 
quartz. Some of the pinkish feldspars are bordered by the white. Тһе large 
size (usually 0.1 inch) of the biotite scales is against the durability of the 
polish under long-continued outdoor exposure. 

The quarry measured in 1905 150 by 60 feet and 15 feet in depth, but its 
bottom was between tide levels. Тһеге is no stripping. 

Rock structure: The sheets, 2 to 10 feet thick, are horizontal but in places 
curve seaward. Joints, strike М. 75? W., dip 65% S., recur only at rare in- 
tervals. Others, strike N. 45? W. and vertical, recur at intervals of 18 feet 
and over. The rift is vertical, with strike N. 10" E. Dikes of aplite up to 
6 inches thick strike N. 25? W. 

Transportation, by lifting the blocks onto the wharf, which is 125 feet from 
the quarry. 

The product is used for buildings. Specimens: Wainscoting and stairway 
in main entrance to Suffolk County Courthouse, Boston; the American Baptist 
Publication Society Building, Philadelphia; 25 columns in the Catholic Cathe- 
dralin Newark, N. J.; Germania Life Insurance Building, New York; Miami 
Hotel, Dayton, Ohio; Cuyahoga Hotel, Cleveland, Ohio; Old State National 
Bank, Evansville, Ind.; city baths, Kansas City, Mo. 
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The Marshfield quarry is in tbe town of Marshfield, 3 miles north of 
Machias. Operators, Butler & Berry, Machias. 

Тһе granite (specimen D, XXVI, 84, b) is a biotite granite of medium pinkish- 
gray color and of medium to fine, even-grained texture, with feldspars from 
0.1 to 0.4 inch and sparsely disseminated biotite under 0.1 inch in diameter. 
It eonsists, in descending order of abundance, of pinkish potash feldspar 
(orthoclase), smoky squartz, cream-colored soda-lime feldspar (oligoclase), 
and a little black mica (biotite), together with accessory magnetite, titanite, 
and zireon and secondary kaolin, white micas, and chlorite. The orthoclase is 
intergrown with plagioclase, the oligoclase is much altered to kaolin and a 
white mica, and the biotite is partly chloritized. Molybdenite occurs here and 
there. Тһе granite is slightly less pinkish than that from the quarry of 
Booth Bros. at Jonesboro (specimen 85, b). The contrasts are also reduced 
by the greater fineness of the particles. It takes a fine polish, the durability 
of which is favored by the sparseness and smallness of the biotite scales. 

The quarry, opened about 1894, measured in 1905 200 by 150 feet and 
2 to 10 feet in depth. 
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Rock structure: Тһе sheets, 1 to 8 feet thick, dip irregularly up to 10% SW. 
and NW. Vertical joints, strike М. 55° E., form headings on the north and 
south sides. Another set, strike М. 60° W., dip 70° SW. to 90°, forms head- 
ings near the east side and recurs at intervals of 10 to 50 feet. А third and 
diagonal set, strike No. 85° E., dip 55° N., recurs irregularly. There is some 
“toeing in” of sheets, probably owing to faulting along the set of joints strik- 
ing М. 55° Е. The faces of the second set are coated with epidote, and those 
of the third with pyrite. The rift is horizontal. There are geodes (up to 6 
inches thick) of orthoclase and oligoclase, smoky quartz, amethyst, and pyrite 
filled with calcite, epidote. and chlorite. Sap is 2 inches thick in the upper 
sheets only. 

Transportation, by cart 3 miles to railroad or wharf at Machias. 

The product is used for monuments and buildings. Specimens: Basement 
front and steps of E. S. Draper residence, Beacon Street, Boston; also monu- 
ments for Boston and for local demand. 


MILLBRIDGE, 


The Millbridge quarry is in the town of Millbridge, near Millbridge village, 
in the southwestern part of Washington County. Operators, Swanton & 
Wallace, Millbridge. Quarry abandoned. 

The granite (specimen D, XXVII, 143, a) is a biotite granite of medium 
buff color and of medium, even-grained texture, with feldspars up to 0.8 inch 
(exceptionally 0.5 inch) and biotite scales under 0.1 inch. It consists, in 
descending order of abundance, of a buff-colored potash feldspar (orthoclase), 
smoky quartz, very slightly greenish-white soda-lime feldspar (oligoclase), and 
black mica (biotite), together with accessory magnetite and apatite. Тһе 
quartz has numerous very irregular bubbles up to 0.028 millimeter in length. 
The orthoclase is intergrown with a plagioclase. Granulation (“crush bor- 
ders") occurs along the contacts of the feldspars with one another. The 
stone takes a high polish, the durability of which is favored by the smallness 
of the biotite scales. 2 

Some tests of a Millbridge granite, quarried at White Rock Mountain by S. L. 
Treat & Co., were made in 1895 by the United States Ordnance Department at 
the Watertown Arsenal? 'These give it a shearing strength of 2,820 pounds, a 
transverse strength of 2,069 pounds, and a compressive strength of 19,917 pounds 
to the square inch. 

The Millbridge quarry was not visited by the writer, and the firm failed to 
reply to questions as to dimensions of quarry and product. 


YORK COUNTY. 


ALFRED. 


The Bennett quarry is in the town of Alfred, 1 mile southwest of Alfred 
village, south of the Portland & Rochester Railroad, at the north foot of a 
480-foot hill. Operators in 1905, Bennett Bros, Alfred. Quarry no longer 
operated. 

The rock (specimen D, XXVII, 158, a) is a quartz diorite of slightly greenish 
dark-gray color, with conspicuous black mica, and of medium, even-grained 
texture, with feldspars up to 0.25 inch and biotite scales under 0.2 inch. It 
consists, in descending order of abundance, of a grayish soda-lime feldspar 


‘Tests of metals, etc., for 1895, pp. 319, 325, 344, 409, 1896. 
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(oligoclase), black mica (biotite), quartz (smoky or milky), dark hornblende 
and magnetite, with accessory titanite, zircon, apatite, and secondary epidote 
and a white mica. Тһе oligoclase is often in good-sized twins and is inter- 
grown with orthoclase and quartz and generally cloudy and altered by а white 
mica. Тһе only contrast in this stone is that between the gray of the feldspar 
and quartz and the black of the mica. After one or two years' exposure the 
feldspar loses its slightly bluish tinge and assumes a greenish one, which is 
attributed to the oxidation of its ferrous oxide. (See further p. 76.) 

The quarry, opened prior to 1875, measured, in 1905, 60 by 150 feet and up to 
90 feet in depth. 

Rock structure: The sheets, up to 12 feet thick, and inclined, are crossed by 
vertical joints, strike М. 70° E., recurring at intervals of 10 feet and forming a 
heading 8 feet wide іп center of quarry. Another set, also vertical, strike М. 
20?-25? W., recurs at intervals of 20 feet. The rift is horizontal, and the grain 
vertical, with strike N. 70? E. Тһе sap is 2 inches thick along the sheets. А 
vertical bed of sand, 6 inches thick, lies in the central heading. 

Transportation, by cart 1 mile to Alfred railroad station. 

The product was used for curbing and buildings. Specimen: Parsons Memo- 
rial Library, Alfred village. 


BERWICK, 


The Spence & Coombs quarry (“black granite") is in the town of Berwick, 
1% miles southeast of North Berwick village and station. Operators, Perry 
Bros., Concord, N. H. 

This rock (specimen D, XXVII, 189, a) is a gabbro of very dark oliye- 
brownish eolor and medium ophitie texture, consisting, in descending order of 
abundance, of longitudinal crystals of grayish olive-brownish lime-soda feldspar 
(labradorite) between which are particles of diallage, black mica (biotite), 
magnetite, and a little pyrite, together with secondary hornblende, analcite, 
zoisite, and calcite. The freshly quarried stone becomes somewhat brownish 
on exposure. It takes a high polish, and the cut or hammered surface is 
light gray. К 

The quarry consists of two openings, in 1905 about 25 feet square by 5 to 
10 feet deep. 

Rock strueture: Тһе sheets, 6 to 8 feet thick, lie nearly horizontal and are 
crossed by vertical joints striking М. 259-809 W. and by another set striking 
N. 45? E. and dipping 65% SE. and recurring at intervals of 6 to 20 feet. 

Тһе quarry is worked only occasionally, and the stone is used entirely for 
monuments. 

The Miniutti quarry (“black granite”) is in North Berwick, in the town- 
ship of Berwiek. Operators, Miniutti Bros. & Co., Concord, N. H. Idle in 1922. 

The granite (specimen D, XXXVIII, 27, a) * North Berwick black granite," 
is а gabbro of very dark olive-greenish color and ophitie medium texture, with 
feldspars up to 0.4 inch. It consists, in descending order of abundance, of 
olive-brownish lime-soda feldspar (labradorite), diallage, hornblende, biotite, 
magnetite, quartz, and very little pyrite. Secondary minerals are the horn- 
blende, zoisite, chlorite, calcite. It takes a high polish, and the polished face 
has an extremely dark olive color and shows in oblique light many grains of 
magnetite. Тһе cut or hammered face is light gray. 

The quarry was opened about 1912. 

Тһе stone is used for inscribed monuments. 
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BIDDEFORD, 


The Ricker quarry is in Biddeford city, at 19 Granite Street. Operator, 
George H. Yates, Biddeford. 

The granite (specimen D, XXVII, 129, a) is а biotite granite of general light- 
gray shade with conspicuous smoky quartz and slightly bluish-white feldspar, 
and of coarse, even-grained texture, with feldspars up to 0.75 inch and biotite 
under 0.2 inch. ТЕ consists, in descending order of abundance, of a slightly 
bluish milk-white potash feldspar (microcline and orthoclase), dark smoky 
quartz, milk-white soda-lime feldspar (oligoclase), and black mica (biotite), 
together with accessory magnetite, zircon, and apatite and secondary white 
mica and kaolin, derived from the alteration of the oligoclase. The con- 
trasts in this granite are unusually brilliant. They are between the white of 
the feldspars, the gray of the very vitreous quartz, and the black of the mica. 
The stone takes a fine polish, but the largeness of the biotite scales does not 
favor its durability under exposure to the weather. 

The quarry, opened in 1865, was in 1905 100 by 50 feet and from 5 to 25 feet 
deep. 

Rock structure: The sheets, up to 12 feet thick, are crossed by joints, strike 
N. 50° E., dip 55° NW., which recur at intervals of 2 to 20 feet, and by a set 
striking N. 45° W. and dipping 60° S. W., which recur at intervals of 2 to 10 
feet and over. 

Transportation, by cart 1 mile to railroad. 

The product is used for monuments, etc. 

The Gowen Emmons quarry is in Biddeford city, at 17 Granite Street. 
Operator, Frank Morin, Biddeferd. 

The granite (specimen D, XXVII, 128, a) is a biotite granite of general light- 
gray shade, with conspicuous smoky quartz and slightly bluish-white feldspar, 


Ficury 69.—Structure at the Gowen Emmons quarrp, Biddeford, Maine. 


and of coarse, even-grained texture, with feldspars up to 0.75 inch and biotite 
under 0.2 inch. It is identical with that of the Ricker quarry (specimen 129, 
a), described above. In the sheets nearer the surface the feldspar is slightly 
grayish or greenish, diminishing the contrasts. 

The quarry, opened about 1865, consisted in 1905 of two openings, an old 
one 200 feet from northeast to southwest, 100 feet across, and from 30 to 70 
feet deep, and a new опе 250 feet from northeast to southwest, 200 fie: across, 
and 10 to 60 feet deep. 
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Rock structure: The sheets, 1 to 12 feet 6 inches thick, increasing in thickness 
downward, undulate horizontally. The joint courses are shown in figure 69. 
(A), dip 55? NW., recurs at intervals of 2 to 20 feet; (B), dip 70° S., occurs 
exceptionally; (C), dip 60° SW., forms the northeast and southeast walls and 
recurs at intervals of 2 to 10 feet or more; (D), dip 65° E., occurs exception- 
ally. The rift is vertical, N. 60° W.; the grain is horizontal. On the south- 
east wall there is a basic dike up to 1 foot thick and nearly parallel to 
Joints (A). Black knots occur up to 6 inches across. Sap is 6 inches thick 
on both sides of upper sheets but diminishes below. 

'Transportation, by cart 1 mile to railroad. 

The product is used for buildings and monuments. Specimens: Hospital, 
Dover, N. H.; Lincoln Monument, Springfield, Ill. 

The Wormwood quarry is in the town of Biddeford, 11 miles southwest 
of Biddeford city, in West Biddeford. Operators, Ira Т. Wormwood & Sons, 
Biddeford. Idle since 1916. 

The granite (specimen D, XXVII, 180, a) is a biotite granite of general 
medium pinkish-buff color and of coarse, even-grained texture, with feldspars 
up to 0.75 inch and biotite up to 0.15 inch. It consists, in descending order 5f 
abundance, of a pinkish-buff potash feldspar (microcline and orthoclase), 
dark smoky quartz, cream-white soda-lime feldspar (oligoclase), black mica 
(biotite), and a very little muscovite, together with accessory magnetite and 
secondary epidote, chlorite, kaolin, and white micas. The oligoclase is consid- 
erably altered to kaolin, a white mica, and epidote, and the biotite to chlorite. 
The contrasts in this stone are chiefly between the pinkish-buff and white 
feldspars and the smoky quartz, to which the black mica adds another element. 
As some of the potash feldspars are more pink and others more buff, it has in 
all five colors and shades. 

The quarry is 40 by 20 feet and 6 to 8 feet deep. 

Rock structure: The sheets, 7 feet thick (increasing to 15 feet lower down 
the hill), are crossed by vertical or steep joints, strike N. 80°-85° W., which 
recur at intervals of 20 feet, and others strike М. 40° E., which recur at inter- 
vals of 85 feet with headings. Sap is 1 to 2 inches thick along the top sheet, 
but 4 inches along the headings. A bunch of knots up to 8 inches thick and of 
egg-shaped outline was noticed. - 

Transportation, by cart 1 mile to railroad siding. 

The product is used for buildings. Specimen: Trimmings on St. Joseph's 
Church, Biddeford. (Material for the dry dock at Charlestown, Mass., was 
quarried at an old adjacent opening.) 

The Andrews quarries аге іп the town of Biddeford, about 14 miles south- 
east of Biddeford city and half a mile south of Saco River. Operator, George 
Willett Andrews, Biddeford. Quarry abandoned. 

The granite (specimen D, XXVII, 133, a) is a biotite granite of general light- 
gray color, with conspicuous black mica, and of coarse, even-grained texture, 
with feldspars up to 0.75 inch and biotite up to 0.2 inch. It consists, in descend- 
ing order of abundance, of a translucent bluish-white potash feldspar (micro- 
cline and orthoclase), light smoky quartz, milk-white soda-lime feldspar (oligo- 
clase), and black mica (biotite), together with accessory magnetite, titanite, 
zircon, and apatite and secondary kaolin and a white mica derived from the 
alteration of the oligoclase. The feldpsars are considerably intergrown with 
quartz, some circular in cross section. The contrasts are between the feldspars, 
quartz, and mica. The feldspar is more bluish than that of the Ricker and 
Gowan Emmons quarries. 
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The quarries, opened in 1862 and again in 1895, consist of six small openings 
of various dimensions, only one of which—a “boulder quarry "—was worked 
in 1905. 

Rock structure: The rift is horizontal, and the grain vertical, striking north- 
west-southeast, but the difference between them is not marked. The jointing 
permits the quarrying of blocks up to 25 feet square. Sap is 2 inches thick. 
Knots in some of the openings are up to 3 and even 10 feet long. 

Transportation, by cart half a mile to Saco River, or 2 miles to railroad at 
Biddeford. 

The product is used for buildings, monuments, ete. Specimens: Tribune 
Building, New York; General Dix monument, Fort Monroe, Va.; foundation 
and trimmings of Watson & Miller Building, Portland, Maine. This quarry has 
furnished granite for the Delaware and Saco River breakwaters and curbing for 
Dover and Rochester, N. H. 

HOLLIS, 


Тһе Bear Hill quarry is in the town of Hollis, on Bear Hill, 1 mile west- 
southwest of Bradbury station (Hollis Center), on the Portland & Rochester 
Railroad. Operator in 1905, Е. М, Bradbury, Hollis Center. Quarry disused. 

The granite (specimen D, XXVII, 136, a) is a biotite-muscovite granite of 
medium to light gray shade with a slight greenish tinge, evenly spangled with 
black and white mica, and of medium, inclining to fine, even-grained texture, 
with feldspar up to 0.3 inch and mica up to 0.1 inch. It consists, in descending 
order of abundance, of a grayish potash feldspar (orthoclase and microcline), 
slightly smoky quartz, grayish soda-lime feldspar (oligoclase), black and white 
mica (biotite and muscovite), with accessory apatite and a secondary white 
mica, As the quartz is about of the same shade as the feldspar, the only con- 
trast is between the gray ground and the micas. 

The quarry, reopened in 1901 (begun іп 1855), consists of an older opening 
of irregular shape, from which about 700 cubie yards have been quarried and 
an acre stripped, and a later opening 50 feet square and 5 to 10 feet deep. 

Rock structure: The sheets are lenticular, up to 6 feet thick, and horizontal. 
Vertical joints, strike N. 55° W., form a heading on the southwest; other 
joints, strike М. 30°-35° E, recur at intervals of 80 feet or more. The rift 
(horizontal) is marked, and the grain is vertical, striking east. Pegmatite 
dikes, up to 6 feet thick, strike М. 10°-20° W., recur at intervals of 30 feet 
or more and in places branch. They consist of quartz, feldspar, biotite, and 
muscovite. А basic dike, 1 to 12 inches thick, with a course М. 30° E., trav- 
erses the entire quarry, crossing the pegmatite dikes. Тһе sap is marked оп 
the upper sbeet and also along the joints and up to 6 inches thick. 

Transportation, by cart one-fourth mile to railroad. 

Тһе quarry produced stone for the foundation of a pulp mill (Bar Mills) 
and for a dam on Saco River. 


KENNEBUNKPORT, 


The Day quarry is in the town of Kennebunkport, 3 miles southwest of 
Biddeford.. Operators, A. H. Day & Co., Biddeford. Idle since 1918. 

The granite (specimen D. XXVII, 131, a) is а biotite-muscovite granite of 
medium-gray shade, with conspicuous black mica, and of coarse, even-grained 
texture, with feldspars up to an inch across and biotite scales up to 0.2 inch. 
It consists, in descending order of abundance, of a gray, in places very slightly 
buff-pinkish, potash feldspar (microcline and orthoclase), very smoky quartz, 
milk-white soda-lime feldspar (oligoclase), black тіса (biotite), with a little 
white mica (muscovite), The contrasts in this granite are marked. 
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Тһе quarry, opened about 1899, was іп 1905 50 feet square and 25 10.30 feet 
deep. 

Rock structure: Тһе sheets, 4 to 14 feet thick, dip 10? E. Joints, strike 
north, dip 60% W., form a heading on the west and recur at intervals of 80 
feet or more. One striking northwest dips 80° SW.; another strikes М. 80° E., 
and still another strikes northeast and dips 40° SE. This is а “boulder 
quarry.” Тһе rift is horizontal, and the grain N. 709-752 W., but they are not 
marked. бар, 2 to 8 inches thick, occurs along the joints. 

Transportation by cart 1 mile to railroad siding. 

Тһе product is used for bridge work, and some of it was used in the dry 
dock at Kittery, Me., and some for bridges on the Boston & Maine Railroad. 

The Ross quarry is in the town of Kennebunkport, 8% miles southwest of 
Biddeford. Operators in 1905, Ellis & Buswel, Woburn, Mass. Quarry no 
longer operated. 

Тһе granite (specimen D, XXVII, 182, a) is a biotite granite of general 
light-gray shade, with translucent milky-white feldspars, dark, smoky quartz, 
and blaek miea, and 
of coarse, even-grained 
texture, with feldspars 
up to 1 ineh across 
and biotite scales un- 
der 0.2 inch. It is 
similar to that of 
the Ricker and Gowan 
Emmons quarries, de- 
scribed on page 274. 

The quarry, opened 
in 1887, was in 1905 
about 200 feet square 
and 35 feet deep. 

Rock structure: This 
is a typical “ boulder 
quarry,” with irregu- 
lar joints, as shown in 


N 


FIGURE 70.—Approximate structure at Ross (Ellis & Bus- 
well) “boulder quarry,” Kennebunkport, Maine. The 
figure 70. Тһе sheets, small arrows show the direction of dip of joints, 
14 to 22 feet thick, are 
horizontal or dip 80° E., but irregularly. A basic dike, 10 inches thick, forms 
„Фе northwest side of the quarry and is said to continue for one-fourth mile 
N. 50° E. The joints run in four directions, none of them at right angles to 
another and none of them vertical. Sap is 3 to 6 inches thick along the sheets. 
Knots up to 6 inches thick are not abundant. 
Transportation, by cart one-third mile to siding on Boston & Maine Railroad. 
The product was used mostly for bridge work. Specimen structures: Gate- 
way at Hope Cemetery, Kennebunk, Maine (except the balls on the posts) ; Ren- 
wick tomb, cemetery near Kittery, Maine; railroad bridge, Haverhill, Mass. 


WELLS. 


The Lord quarry is in the town of Wells, about 1 mile east-northeast of 
Wells Depot on the Boston & Maine Railroad (eastern division), near a school 
house at a road fork. Operator, Granville W. Lord, Wells Depot. Idle since 
1915. 

The granite (specimen D, XXVII, 188, a) is a biotite granite of light pinkish- 
gray color, with sparse conspicuous biotite, and of medium to coarse, even- 
grained texture, with feldspars up to 0.5 inch and biotite scales up to 0.2 inch. 
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It consists, in descending order of abundance, of a delicate pink potash feidspar 
(microcline and orthoclase), with slightly smoky quartz, eream-white soda- 
lime feldspar (oligoclase), and black mica (biotite), together with accessory 
magnetite and zircon and secondary white mica and chlorite. The potash 
feldspars are both intergrown with plagioclase. Тһе oligoclase is intergrown 
with quartz in particles circular in cross section and is partly altered to a 
white mica and the biotite to chlorite 

The stone takes a good polish, but the large size of the biotite scales is not 
favorable to the durability of the polish in outdoor exposure. The contrasts 
are chiefly between the grayish-pinkish ground and the black mica. 

The openings are small. The sheets, 1 to 8 feet thick, аге horizontal, 
Vertical joints strike N. 10° E. and N. 70° W. Тһе rift is horizontal. Sap 
is 2 inches thick along the sheets. 


MASSACHUSETTS. 
DISTRIBUTION OF GRANITE-QUARRYING CENTERS.. 


The chief commercial granites of Massachusetts are in the counties 
of Essex (Rockport, Peabody , Middlesex (Graniteville, Westford), 
Norfolk (Quincy), Bristol (Fall River, New Bedford), and Wor- 
cester (Milford, Uxbridge). The location of the quarrying centers 
and isolated quarries is shown in Plate XXIII. The areal extent 
and probable geologic age of the granites will be found on the 
recently published geologic map of the State.’ 

A brief reference to the geology will preface the quarry descrip- 
tions of each granite center. The counties will be taken up, as in 
the other States, in alphabetic order. Some counties have only one 
or two quarries. 


THE QUARRIES, THEIR GRANITE AND FINISHED PRODUCT. 
BERKSHIRE COUNTY. 


The quarries in Berkshire County are in the towns of Becket and Otis. 
These towns are on the southern continuation of the Green Mountain range 
in the east-central part of the county. Тһе range attains thereabouts elevations 
of 1,750 and 1,845 feet, but is deeply cut by south-southeasterly valleys, through ' 
which flow branches of Westfield River, and by minor north-south and east- 
west tributary hollows. 

GEOLOGIC RELATIONS. 


The geology of the region has been described by Emerson.’ There is а large 
area of Becket granite gneiss, in places, however, with very slight gneissic 
structure. This is regarded as of Archean age, although similar fine-grained 
gneisses in the same range in Vermont are probably Algonkian. At the quarry 
in Becket the granite is in contact with an overlying mass of black schistose 
quartz-mica diorite containing both potash and soda-lime feldspar, and along 


"Emerson, В. K., Geology of Massachusetts and Rhode Island: Т). $. Geol. Survey 


Bull. 597, pl. 10, 1917. 
8 Jdem, pl. 10, pp. 155, 154, 1917. 
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the contact the granite has а banded flow structure. Emerson regards this 
rock (Lee quartz diorite) “аз a contact zone of the Becket granite gneiss and 
to have originated. by differentiation in place." Тһе field observations indi- 
cate either the inclusion of a large mass of the diorite schist by Ше granite 
or else an intrusion of the granite in an overlying diorite schist. At the quarry 
in Otis, besides the Becket granite gneiss, plicated schist a few feet thick, of 
uncertain age, is exposed. 


BECKET. 


The Hudson & Chester quarry is in the town of Becket, 1 mile west of 
longitude 73? and latitude 429 15', 1,400 feet above sea level, 2% miles south- 
west of Chester, on the Boston & Albany Railroad. (See Becket and Chester- 
field topographie maps, U. S. Geol. Survey.) Operator, Chester Granite Quar- 
ries Co., Chester. 

The granite (specimens D, XXIX, 91 f, р, К), * Chester dark" and “ Chester 
light," is a muscovite-biotite granite of medium inclining to dark bluish-gray 
to medium bluish-gray color and of fine texture, with feldspars up to 0.15 inch 
and mica in very fine particles. Тһе texture of this granite is neither exactly 
gneissoid, porphyritic, nor even grained. In thin section the coarser particles 
of quartz and feldspar are seen to lie in a somewhat micaceous matrix of very 
fine texture, and there is not a little granulation about the feldspars. The 
average diameter of the particles of this matrix, estimated by the Rosiwal 
method, is less than 0.005 inch, which is finer than in the finest Westerly 
granite (p. 407), although the stone as a whole is coarser texture than that. 
Its constituents, in descending order of abundance, are light bluish-gray potash 
feldspar (microcline, rarely orthoclase); slightly bluish quartz, with sheets 
of cavities (up to 0.02 millimeter in diameter) in two rectangular directions 
with brightly polarizing rift and grain cracks parallel to them; light bluish- 
gray soda-lime feldspar (oligoclase-albite) ; white mica (muscovite); and 
black mica (biotite). The only difference between the dark and light varieties 
is in the percentage of the black mica. Accessory: Titanite, pyrite, ilmenite, 
allanite, fluorite, apatite, and zircon. Secondary: Muscovite, carbonate, and 
epidote (as rim about allanite). Тһе amount of titanite is relatively large. 

Kemp 9 has described this granite. 

An estimate of the mineral percentages in this granite, by the application of 
the Rosiwal method to a camera lucida drawing of a thin section enlarged 87 
diameters, with a mesh of 1.2 inch and a total linear length of 25.85 inches, 
yields the following results: 


Estimated mineral percentages in granite from Becket, Mass. 


Как Nt 49. 35 
Potash feldspar (orthoclase 17.05, microcline 11.50)_______ 28.55 
Soda-lime feldspar (oligoclase-albite) ______..____________ 15.87 
Mica (muscovite, 4.10; Боев 6. 57 
аиел иЄ TT E TE WERT. .16 

100. 00 


? Kemp, J. F., On the granite quarried at Chester, Mass.: New York Acad. Sci, Trans., 
vol. 11, for 1891—92, pp. 129—130. 
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The folowing analysis, by Prof. L. M. Dennis, of Cornell University, is 
quoted by Kemp in the paper referred to: 


Analysis of granite from Becket, Mass. 


БОШ ОСТИ Г МЕШ RS ea pS 0C Aoc СУ ee ee eee 69. 465 
MOONSET (OU ОН en I a а ВН eae Е 17. 50 
AGH ESOS MOIS: (60а) тела. МЕНЕ шалы. 2.80 
gno GON) t c cx ЕЕ a 2.57 
Медо урана (а E - eut сыл шы E м. = л . 805 
ТЕ а Gi yen roe pe Е т азн esent rosea T. w= ое 0C 
Об ОУ витекенсе Мао Она a 2.98 
RUF D DIU CUERO) eu АЕ kee ene . 08 
пасо ба аи (6,10 Тш ера E је де ен Ра . 14 

99.960 


Specifie gravity 2.684 to 2.688. 


George Steiger, chemist, of this Survey, finds that this granite contains 
0.53 per cent of CaO (lime), soluble in hot dilute acetic acid, which indicates 
a content of 0.94 per cent of СаСОз (calcium carbonate), the presence of which 
is also shown by the microscope and by a slight effervescence with muriatic- 
acid test. 

Kemp states that a cube of this stone was tested at Columbia University 
by boiling in dilute muriatic acid (1 part of HCl of specific gravity 1.20 to 20 
parts of Н.О) for five hours, when it was found to have lost 0.59 per cent in 
weight. Another boiled for the same length of time in dilute sulphuric acid 
(1 part of H:SO, of specific gravity 1.84 to 20 parts of Н.О) gave a loss of 0.48 
per cent. 

Absorption and crushing tests, made at the same time and place, yielded the 
following results: Four cubes of specific gravities 2.688, 2.687, 2.684, and 2.688, 
after three weeks’ soaking, absorbed 0.0021, 0.0021, 0.00224, and 0.0026 per cent. 
Тһе erushing test was applied to five cubes, whieh showed a crushing strength 
ranging from 25,850 to 28,841 pounds to the square inch. 

The stone takes a fair polish and hammers somewhat light, The fineness 
of the particles precludes any marked contrast. 'The feldspar and quartz appear 
light gray, and the mica black, producing a fine mottling. 

Тһе quarry, opened in 1886, measured іп 1906 about 600 feet east to west by 
100 feet across and from 50 to 100 in depth. 

Rock structure: The sheets are normally lenticular and horizontal, 6 inches to 
80 feet thick, becoming thicker downward ; but there is some irregularity in this 
increase in different parts of the quarry. There are two sets of joints. Those 
of set (a) strike М. 10° E., dip 80°-35° W., and are spaced 18 inches to 20 feet. 
They are intermittent and have a thin coat of discoloration, the microscopic 
character of which is described on page 88. Those of set (b) strike М. 80° W., 
are vertical, and are spaced 10 to 25 feet, exceptionally curved so as to dip as 
low as 55° W. On the north side a mass of fine-grained heavy, hard black 
schist, 40 feet thick, overlies the granite. It is traversed by horizontal and ver- 
tical quartz veins, the latter taking their rise at the contact with granite 
and tapering upward. Emerson” in one of his earlier papers on the 10- 
eality represents this mass as also overlain by the granite at one end, but 
that part had probably been quarried away before the writers visit in 
1906. А thin section of this rock, crossing also a tortuous white veinlet, is 


1 U, S. Geol. Survey Bull. 159, fig. 16, p. 75, 1899. 
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found to consist, in descending order of abundance, of quartz, with sheets 
of cavities and rift cracks parallel to them polarizing brightly, black mica, 
potash feldspar (microcline), soda-lime feldspar (oligoclase), muscovite, 
and hornblende. Accessory: Ilmenite, titanite, pyrite, apatite, and zircon. 
Secondary: Epidote, carbonate, and limonite. The white veinlets are mainly 
quartz and soda-lime feldspar. This rock thus appears to be a quartz-mica 
diorite schist, but with potash feldspar apparently exceeding the soda-lime 
feldspar. It is an eruptive rock made schistose by pressure before the intrusion 
of the granite and probably formed part of the original cover into which granite 
was intruded. That the granite is the later rock is evident because of the 
marked flow structure, which,-for a space of 2 feet below the diorite schist, 
runs parallel to the contact surface, as has been observed in some New Hamp- 
shire quarries (р. 14). This flow structure consists of parallel white bands 
from 0.1 to 0.3 inch wide, recurring at intervals of 1 inch. Тһе gray granite 
between these light bands is darker than that beyond them. A thin section of 
one of these bands shows it to consist of quartz and feldspar, the quartz with 
many sheets of cavities up to 0.03 inch and with rift cracks parallel to them. 
In the darker bands biotite, epidote, titanite, and muscovite are very abundant. 
At the northeast corner the flowage bands have very sinuous courses, the rock 
taking on the appearance of a true gneiss. On the west side the flow structure, 
shown by a band of lighter granite 2 feet thick, strikes М. 55° E. and dips 40% 
БЕ. At the northwest corner, several feet below the granite surface, is an 
inclusion, 10 by 8 feet, of coarse garnetiferous muscovite-biotite gneiss with 
ассеввогу magnetite, apatite, and zircon. Itis a very different rock from either 
the granite or the diorite schist and was evidently broken off from some over- 
lying or adjacent formation during the granite intrusion and inclosed by the 
molten matter. . 

The rift is reported as dipping about 20° W. and the grain as vertical, with a 
N. 10? E. course. 

At the northwest corner there is a pegmatite dike (feldspar and quartz, 
coarse) up to 2 feet thick, with a northwest course. In thin section the feldspar 
is seen to be orthoclase, with fissures from 0.87 to 1.85 millimeters wide, filled 
with fragments of microcline and quartz and stringers of white mica. It has 
evidently been subjected to pressure and some metamorphism, 

Rusty stain along the sheet surfaces is 3 to 12 inches thick. 

Transportation, by Chester & Becket Railroad, a branch of the Boston & 
Albany, which connects the quarry through Walker Brook hollow with the main 
line at Chester, a distance of 33 miles. Тһе rough stone is shipped direct from 
the quarry ; the rest is taken to the cutting shed at Chester and reshipped there. 
The granite thus comes to be known as “ Chester granite," although the quarry 
is in Becket. 

Тһе product is in regular demand for monuments in Pennsylvania, New York, 
and Michigan. Specimens: Dr. Hoover monument, Chambersburg, Pa.; Mc- 
Cormack monument, Pittsburgh, Ра.; W. A. Harder monument, Hudson, М. Y. 


OTIS, 


The Newall quarry is in the town of Otis, about 2 miles west-southwest 
of the Hudson & Chester quarry and a mile north of Church Hill, 1,760 feet 
above sea level, about 3 miles northeast of Otis village. The opening is a little 
south of the highway from Lee and on the south side of the Lee-Huntington 
trolley line, with which it is connected by a siding. 

The granite (specimens D, XXXIX, 234, a, В, c) is a biotite-muscovite granite 
of medium gray shade and of fine, inclining to medium texture, with feldspar 
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up to 0.2 inch. It consists, in descending order of abundance, of milk-white 
potash feldspar (mostly microcline with some orthoclase), pale smoky quartz, 
a little soda-lime feldspar (oligoclase to oligoclase-albite), black mica (biotite), 
and white mica (muscovite). Accessory: Pyrite, ilmenite, titanite, apatite, 
zircon. Secondary: Carbonate, Slight effervescence with muriatic-acid test. 
The stone is not identical with that of the Hudson & Chester quarry. 

The quarry, opened in 1917 by Joseph Newall & Co., of Westerly, R. I., 
measures about 95 by 150 by 100 feet in area and from 2 to 15 feet in depth. 

Rock structure: The sheets, 4 inches to 2 feet thick, are thin in the upper 8 
feet. There are two sets of joints—(a), strike М. 10°-40° W., spaced 18 to 20 
feet; (b), strike М. 70° Е., spaced 8 to 100 feet. Flow structure strikes about 
north and is steeply inclined, marked by fine darker bands with whitish borders 
and a total width up to 0.5 inch. Dikes of pegmatite, 0.25 to 2 inches thick, 
have М. 80° E. and М. 30° W. courses. The rift is vertical, east-west, and the 
grain presumably north-south. From 100 to 200 feet east of the opening is an 
outcrop of plicated schist with strike N. 20° W. 

The stone was used for monuments. On July 30, 1918, the quarry was idle, 
but in 1920 it had been reopened. 


BRISTOL COUNTY. 


GEOLOGIC RELATIONS, 


The granites of Fall River and New Bedford, although very different, are 
both in a large granite area in the southeastern part of the State designated on 
Emerson’s map in Bulletin 597 as “Dedham granodiorite (chloritic biotite 
granodiorite)” and are regarded as possibly of Devonian age. 


FALL RIVER. 


The Beattie & Wilcox quarry is in the city of Fall River, near Watuppa 
Pond and the railroad, 23 miles southeast of the steamboat wharf. (See Fall 
River topographic map, Т). S. Geol. Survey.) Owner, David Beattie, Fall River. 
Quarry not in operation. 

The granite is of two colors. One (specimen D, XXX, 116, a), “ Fall River 
pink,” is a gneissoid biotite granite of medium pinkish-gray color, with black 
spots, and of gneissoid, coarse, inclining to medium texture, with feldspars up 
to 0.5 inch and mica up to 0.4 inch. Its constituents, in descending order of 
abundance, are pinkish microperthite (potash feldspar, orthoclase and micro- 
cline, minutely intergrown with soda-lime feldspar) ; milky quartz, granulated 
(particles mostly under 0.5 millimeter), with some cavities in sheets; milk- 
white soda-lime feldspar (oligoclase-albite), a little micacized and epidotized ; 
biotite (black mica), mostly chloritized ; and a little bleached biotite or musco- 
vite. Accessory: Garnet and titanite. Secondary: Hpidote, usually about the 
biotite, a white mica, chlorite, very little carbonate, and hematite stain. Some 
of the second feldspar has bent lamellae. No effervescence with muriatic- 
acid test. 

The rock of the other color (specimen D, XXX, 116, b), “ Fall River gray,” 
is a gneissoid biotite granite of light buff-gray color, with inconspicuous black 
spots, and of gneissoid, medium, inclining to coarse texture, with feldspars up 
to 0.4 inch and mica up to 0.3 inch. Its constituents are the same as in the 
* pink," except that the microperthite is pale buff to pinkish, the second feldspar 
is light greenish, and the granulated quartz is clear and colorless, its particles 
measuring up to 0.75 millimeter. Among the secondary minerals is a little 
limonite stain. No carbonate detected nor effervescence. 
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These granites have in places flowage bands іп which one band contains many 
more than the average of biotite spots, and the next contains many less and is 
also finer grained than the general mass, resembling an aplite. 

These are very suitable granites for massive structures. The pink has more 
mineral contrasts than the other. 

The quarry, opened іп 1898, measured іп 1910 about 400 by 200 feet and 10 to 
40 feet deep. 

Rock structure: The sheets 18 inches to 16 feet thick, undulate horizontally. 
Joint courses, etc, are shown in figure 71. Set (A), dip steeply М. 7? W., 
spaced 50 feet, forms the west-southwest wall and а heading 20 feet wide 50 
feet east of it. Set (B), vertical, spaced 20 to 200 feet. The flowage bands de- 
scribed dip steeply S. 30° W. Shear zones dip 65° NW., are up to an inch 
in width, ard are spaced 2 to 3 feet. "Tbe extremely fine, roughly parallel 
meandering planes of dark schistose material within the zones are fractures 
filled in their wider parts with epidote, carbonate, and muscovite. Veinlets of 
quartz cross the feldspars, about which there is some granulation. > "Тһе 
lamellae of the soda-lime feldspars are типећ bent, and some are even minutely 
plicated. The rift is horizontal, and the grain dips about like the joints of 
set (A). А black, extremely fine-grained 
basaltic dike, described on page 56, is 6 
inches to 4 feet thick and weathers 
zpheroidally. The “sap” is 1 to 8 inches 
thick on sheet surfaces, 

The product met local demands mostly. 
Specimens: Armory, city library, Flint 
mills, Fall River; Banigan Chapel, in 
cemetery, Pawtucket, В. I.; “stone 
bridge” to Aquidneck Island and naval 
training station, Newport, R. I. 

The Beattie quarry is in Fall River, 
13 miles west of the steamboat wharf. 
Operator, William H. Beattie, 88 North 
Quarry Street, FaM River. Idle in 1922, Русина ET VE ONT IE E E 

The granite 15 of two colors. Опе Wilcox quarry, Fall River, Mass. 
(specimen D, XXX, 117, а), “Fall River 
pink,” is a gneissoid biotite granite of light pinksh-gray color, with black 
spots, and of slightly gneissoid, coarse texture, with feldspars and- mica up 
to 0.5 inch, the mica exceptionally reaching 0.6 inch. Its constituents, in 
descending order of abundance, are pinkish microperthite (potash feldspar, 
microcline and orthoclase, some of it epidotized, minutely intergrown with 
soda-lime feldspar); clear colorless quartz, granulated, with particles mostly 
under 0.5 inch, and with cavities, some in sheets, and rutile needles; and 
greenish to milk-white soda-lime feldspar (oligoclase-albite), micacized and 
epidotized, some of its particles with bent lamellae. Accessory: Allanite, zircon, 
rutile. Secondary: Fibrous muscovite stringers, another white mica, epidote, 
carbonate. It effervesces with muriatic-acid test. 

The rock of the other color (specimen D, XXX, 117, b), “Fall River gray,” 
is a gneissoid biotite granite of light-gray shade with conspicuous black and 
greenish spots, and of slightly gneissoid, coarse, inclining to medium texture. 
Its constituents, in descending order of abundance, are translucent grayish 
microperthite (potash feldspar, orthoclase and microcline, minutely intergrown 
with soda-lime feldspar); faintly purplish milky, quartz, granulated, with 
particles under 0.5 inch and with cavities; gray to pale greenish. not trans- 
lucent soda-lime feldspar (oligoclase-albite), micacized and epidotized; biotite 
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(black mica), some chloritized, generally with epidote; and a iittle bleached 
biotite or muscovite. Accessory: Allanite, garnet, and magnetite. Secondary: 
Carbonate, a white mica, epidote, chlorite, and hematite stain. 

These granites are very similar to those of the Beattie & Wilcox quarry, but 
they differ in that the pink is of lighter hue, and the gray has more marked 
mineral contrasts. Both pink and gray are attractive stones, well adapted 
for massive ‘structures, 

The quarry, opened before 1865, measured in 1910 900 by 700 feet and from 
20 to 60 feet deep. 

Rock structure: The sheets, 8 inches to 8 feet thick, are horizontal or dip 
59-10% SE. Joint and dike courses are shown in figure 72. Joint set (A) forms 
a heading 30 feet wide through the center of the quarry and is spaced 20 to 
125 feet, with slickensided sericite-codted close joints parallel to it (specimen 
D, XXX, 117, c). Set (B), vertical, forms the south wall and is spaced about 
40 feet. Set (С), vertical, forms a heading 50 feet wide diagonally through the 
quarry. The rift is horizontal, and the grain scarcely perceptible. A 3-inch 
pegmatite dike containing much quartz dips 43° М, 55° W. and has shear zones 
along it with small micaceous ог chloritic masses. An aplite dike is 4 inches 
thick, Dark segregations measure up to 3 
inches across. Limonite stain is up to 6 
inches thick on sheet surfaces. 

Transportation, by cart 14 miles to rail- 
road or wharf. 

The product is used mostly for buildings 
and wharves. The waste goes into curbing, 
paving, and crushed stone. Specimens: Saga- 
more Manufacturing Co.’s mill, wharves of 
Fall River Iron Works, Bristol County jail, 
Fall River; Bristol County courthouse (ex- 
cept trimmings), Taunton, Mass.; Naval 
War College building, Newport, R. I. 

The Savoie quarry is on Savoie Avenue, 
in Fall River, 1% miles east-southeast of the 
steamboat wharf. Operator, Carey Quarry 
& Construction Co., Savoie Avenue, Fall River, 

The granite is a gneissoid biotite granite of light-gray shade with conspicuous 
black and greenish spots, and of coarse inclining to medium texture, closely 
resembling the “ gray " of the Beattie quarry. 

The quarry, opened in 1895, measured in 1910 200 feet by 100 feet and 30 to 
40 feet deep. 

Rock structure: The sheets, 2 to 6 feet thick, are horizontal. There are 
four sets of joints. Set (a), vertical, strike N. 60° W. forms a heading on the 
north wall. Set (b), steep to vertical, strike N. 10°-20° W., forms the east 
and west walls and a heading 20 feet wide at the south end and is spaced 5 
to 60 feet. Set (c), strike NE., dip 30° NW., only two, 12 feet apart. Set (d), 
diagonal, strike N. 20° E., dip 65° S. 70° B., spaced 5 to 40 feet. The rift is 
horizontal, and the grain vertical, with north-south course. A dark brownish- 
gray aplite dike, 6 inches to 2 feet thick (specimen D, XXX, 118, b), strikes 
east-west. There is also a pinkish apilite dike 10 feet wide (specimen 118, a.) 
Both these aplites are described on page 44. Quartz veins and shear zones 
strike N. 60° Е. and dip 50° N. 30° W. There is по “sap” away from headings, 

Transportation, by cart 24 miles to dock or rail. 


Еісуви 72.—Structure at Beattie 
quarry, Fall River, Mass. 
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The product is used for buildings, curbing, and paving, and its market is 
mostly local. Specimens: City library, Maple Street School (trimmings), Fall 
River. у 

The Sears quarry is in Fall River, about 1j miles east of the steamboat 
wharf. Operator, C. H. Sears, Fall River. Quarry abandoned. 

The granite is a gneissoid biotite granite of light-gray shade with conspicu- 
ous black and greenish spots, and of coarse, inclining to medium texture, like 
the “отау” of the Beattie quarry (p. 288). 

The quarry, opened in 1892, measured in 1910 125 by 75 feet and 20 feet deep. 

Rock structure: The sheets, 1 to 8 feet thick, undulate. There are two sets 
of joints. (Set (а), about east-west, forms the north wall and a heading 15 
feet wide through the center of the quarry and is spaced 2 to 20 feet. Set 
(5), nearly north-south, forms the west wall and is spaced 10 to 20 feet but 
in places crosses one sheet only. The rift is horizontal and the grain vertical, 
north-south, but scarcely perceptible. There is little “вар” away from head- 
ings. 

Transportation, by cart. 

The product was used for local buildings. Specimen: Lower story of Textile 
School, Fall River. 

The Stinziano quarry is at the corner of Locust and Oak Grove avenues, 
Fall River. Operator, Fall River Granite & Quarry Co., Fall River. 

The granite is essentially like that of the other Fall River quarries. 

The product is dressed stone for buildings and pedestals, also paving and 
foundations. 

The Ross quarry is at the head of Barlow Street, near Watuppa Pond, in 
Fall River, 22 miles about southeast of the steamboat wharf. (See topographic 
map of Fall River quadrangle, Џ. 8. Geol. Survey.) No longer operated. 

The granite (specimen D, ХХХ, 119, a), * Fall River, Barlow Street," is a 
gneissoid biotite granite of medium bluish-gray color and of medium texture, 
with feldspars up to 0.3 inch and mica up to 0.1 inch. Its constituents, in 
descending order of abundance, are pinkish cloudy microperthite (potash 
feldspar, orthoclase and microcline, minutely intergrown with soda feld- 
spar); clear colorless quartz, granulated, with particles nearly all under 0.5 
millimeter; clear colorless to pale-greenish soda feldspar (albite), micacized 
and epidotized; and biotite (black mica), some of it chloritized, associated 
with epidote and a little muscovite or bleached biotite. Accessory: Garnet. 
Secondary: Muscovite in stringers, also a white mica in the albite, epidote, 
carbonate, and chlorite. No effervescence with muriatic-acid test. 

As will be noticed from the description, this stone differs from the other 
Fall River gray granites in the absence of the large black micas. The second 
feldspar here is pure albite. The mineral contrasts are feeble. 

The quarry, opened before 1901, measured in 1910 125 feet square and 30 
feet deep. 

Rock structure: The sheets, 1 to 5 feet thick on the east side, are lacking 
on the west side. There is only one joint, striking east-west and forming the 
south wall. The upper sheets are badly discolored. 

The product was curbing, flagging, and paving. 


NEW BEDFORD. 


The Sullivan quarries are near Rockdale, in the township of New Bedford, 
2 miles northwest of the city. (See New Bedford topographic map, Т). S. Geol. 
Survey, and Pl. XXIII.) Operator, Sullivan Granite & Construction Со. New 
Bedford. 
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Тһе granite (specimens D, XXX, 121, a, pinkish, and b, less pinkish), “ New 
Bedford," is a biotite-muscovite granite gneiss of light pinkish-gray color and 
of slightly gneissoid, coarse inclining to medium texture, with feldspars up to 
0.5 іпеһ and miea up to 0.1 inch. Its constituents, in descending order of 
abundance, are light-pinkish potash feldspar (microcline), some of it slightly 
kaolinized; medium smoky quartz with cavities and black particles in parallel 
sheets; milky soda-lime feldspar (oligoclase-albite) ; biotite (black mica), some 
of it chloritized; and muscovite (white mica). Accessory: Garnet, magnetite, 
fluorite, apatite, and zircon. Secondary: Kaolin, epidote, chlorite, and limonite. 
No carbonate or pyrite detected. No effervescence with muriatic-acid test. 

This is an attractive and substantial building stone. Its mineral contrasts 
are a little more marked than those of the “ Dartmouth granite.” Тһе absence 
or Scarcity of pyrite and carbonate is in its favor. 

The quarries comprise two openings. The main one, begun about 1860, was 
in 1910 600 by 150 feet and from 50 to 75 feet deep. The other, about 300 feet 
farther south, formerly known as the Denault quarry, was about 250 by 150 
feet and from 50 to 70 feet deep. 

Rock structure: Dike, joint, and grain courses are shown in figure 4 (p. 55). 
The sheets in the main quarry are 10 to 25 feet thick, but for a space of 5 or 6 
feet on either side of the dikes there are sheets 8 to 18 inches thick, which 
were evidently formed after the dikes and largely in consequence of them. 
There are two sets of joints. Set (a), coated with epidote, is vertical and 
spaced 50 feet. Set (b), confined to the Denault quarry, dips 55° E., is spaced 
2 to 30 feet, with a heading at east wall and another 10 to 18 feet wide near it. 
The rift is horizontal. The dikes have been described on pages 55-56. There is 
one each on the north, south, and west walls, through the center, and another 
of pegmatite near the west wall. The amount of rusty stain is small. 

Transportation, by cart 2 or 3 miles to New Bedford. 

The product is used for local buildings and streets. Specimens: Armory, 
public library (90 per cent, the rest being from Fall River quarries), St. James 
and St. John Roman Catholic churches, and trimmings to most of the cotton 
mills, New Bedford. 

DARTMOUTH. 


The Dartmouth quarry is in Dartmouth Township, three-fourths of a mile 
east of Westport Mills and 83 miles southeast of the Fall River steamboat wharf. 
(See Fall River topographic map, U. S. Geol. Survey, and РІ. XXIII.) Operator, 
New Bedford & Dartmouth Granite Co., New Bedford. 

The granite (specimen D, ХХХ, 122, a), “ Dartmouth, " is a gneissoid biotite- 
muscovite granite of very light buff-gray color and of very slightly gneissoid, 
medium, inclining to coarse texture, with feldspars up to 0.5 inch and mica up 
to 0.1 inch. Its constituents, in descending order of abundance, are translu- 
cent cream-colored microperthite (potash feldspar, microcline, minutely in- 
tergrown with lime-soda feldspar, oligoclase-albite, and somewhat kaolinized) ; 
pale, smoky quartz, with cavities, in sheets; clear to translucent soda-lime 
feldspar (oligoclase-albite), but little kaolinized; and muscovite (white mica) 
and biotite (black mica) in about equal amounts. Accessory: Garnet. Second- 
ary: Kaolin and carbonate, Very little effervescence with muriatic-acid test. 
This is a serviceable constructicnal stone of feeble mineral contrasts. 

The quarry, opened іп 1908, was іп 1910 about 150 by 100 feet and 30 feet 
deep, with a working face 45 feet high on the west. 

Rock structure: The sheets, 1 to 12 feet thick, are about horizontal. The 
joints, all discontinuous, are of three веів-(а), strike М. 75° E., dip 75° S. 15° 
Е., on north and south walls only; (0), strike north, dip 50° Е., spaced 3 to 10 


MASSACHUSETTS. 287 


feet; forms the west wall; (с), strike М. 25° W., dip 65° М. 65° Е., one only. 
The rift is horizontal and the grain vertical, with М. 60° E. course. There are 
small pegmatite and smoky quartz dikes with N. 60° W. courses. Rusty stain is 
up to 8 inches thick on sheet surfaces, diminishing at the bottom of the quarry. 

The product is used for local buildings, curbing, and paving. Specimen: 
Trimmings on Lunds Corner schoolhouse, New Bedford: 


ESSEX COUNTY. 
PEABODY-LYNNFIELD DISTRICT. 


GEOLOGIC RELATIONS, 


The granites of the Peabody-Lynnfield district are in a granite area desig- 
nated on the geologic map of the State" in Bulletin 597 as “ Quincy granite 
(soda-rich riebeckite granite).” 

The granite is an olive-greenish hornblende-augite granite resembling the 
riebeckite-aegirite granite of Quincy, but its black silicates contain very little 
soda. Washington " refers to the stone in these words: 

“The rocks belonging to this class were first noticed by Wadsworth in 1885 
and were later described more in detail by Sears. Rosenbusch has expressed 
the opinion that these are related to the akerite type of syenites, a keen 
observation which my study of the rocks fully confirms. These rocks are found 
chiefly in the eastern part of Essex County, in Essex, Beverly, Manchester, 
Gloucester, and on Cape Ann. * * * "The color even of the freshest specimens 
is greenish, which varies in shade from a dark greenish black to a light shade 
Of greenish gray." 

In common with the green granite of Redstone, №. H., described on page 168, 
that of Peabody and Lynnfield contains considerable allanite, to the oxidation 
of which the green color is partly due. (See further p. 77.) 


QUARRIES, 


The Linehan quarry is in Peabody Township, on a knoll one-fourth mile 
east of Bartholomew Pond, about 8 miles west-southwest of Peabody. (See 
Salem topographic map, U. 8, Geol. Survey and РІ, XXIII.) Operator, John 
Dubie, Peabody. Quarry abandoned. 

The granite (specimen D, ХХХ, 128, a), “ Peabody green,” is a hornblende- 
augite granite of very dark olive-greenish color and of even-grained, coarse 
texture, with feldspars up to 0.7 inch and black silicates up to 0.2 inch. Its 
constituents, in descending order of abundance, are dark olive-greenish micro- 
perthite (potash feldspar, orthoclase, minutely intergrown with plagioclase, 
probably soda feldspar, kaolinized and with crush borders) ; very dark greenish 
smoky quartz, with cavities in sheets intersecting, some at right angles, and 
with cracks filled with limonite stain; green hornblende; and augite inter- 
grown with or passing into the hornblende. Accessory: Magnetite, allanite, 
rather plentiful zircon, and apatite needles. Secondary: Kaolin, limonite stain, 
and carbonate. Slight effervescence with muriatic-acid test. 

This granite differs from the green of the Robin Rock quarry (p. 289) only 
in its more yellowish tinge. When first quarried it is grayish, but within a 
week it becomes yellowish green. 


? Emerson, В. K., op. cit., рр. 188, 189. 

11 Washington, H. S., The petrographical province of Essex County, Mass.: Jour. Geol- 
Ogy, vol 6, p. 787, 1898. See also Sears, J. H., The physieal geography, geology, min 
eralogy, and paleontology of Essex County, Mass., рр. 178, 190, Salem, Mass., 1905. 
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The quarry, opened in 1900, measured in 1910 250 feet east and west by 80 
and 100 feet across and 20 to 40 feet deep. 

Rock structure: The sheets, 8 to 16 feet thick, are lenticular and horizontal. 
There are two sets of joints— (4), vertical, strike М. 15^ E., on east and west 
walls only, 250 feet apart; (b), “rift joints,” diagonal, strike М. 70° E, 
dip 65? S. 20° E., coated black with hornblende,” also with calcite up to 0.12 
inch thick, spaced 80 to 60 feet. Тһе rift, which is marked, is parallel to 
set (5); the grain is at right angles to it, and the hardway horizontal. Dark- 
gray knots are 0.5 inch to 12 inches across. The stain forms a dark-brown 
surface on the sheets, with an inch of pale granite below it; in places, how- 
ever, the brown part is an inch thick and the pale granite 2 inches. Тһе 
joints are also discolored in this way. 

Transportation, by cart, an average of 3 miles. 

Тһе product is used for street work and trimmings. Specimen: Trimmings 
on addition to Mercantile Bank, Salem. 

The Caron quarry is in Peabody Township, about a quarter of a mile 
south-southeast of the town farm on Lynnfield Street. (See Salem topographic 
map, U. 5. Geol. Survey.) Operators, М. Caron & Sons, 32 Perkins Street, 
Salem. Quarry abandoned. 

The granite, “Peabody green,” is a hornblende-augite granite of very dark 
olive-greenish color and of even-grained, coarse texture like that of the Linehan 
quarry, described on page 287. 

The quarry, opened in 1898, measured in 1910 75 by 30 feet and from 10 to 30 
feet deep. 

Rock structure: This is a “boulder quarry” yielding blocks 18 feet thick. 
There are two sets of joints— (a), strike М. 77° E., dip 60° S. 13? E., spaced 
10 to 20 feet; (5), strike М. 40° E., dip 50° М. 50° W., spaced over 30 feet. 
The rift is parallel to set (а) and the grain dips 70° about west. The “вар” 
is up to 3 inches thick on masses below the surface, half of it being brown. 

Transportation, by cart. 

The product is used for trimmings and curbing. Specimens: Trimmings on 
hotel at corner of Mill and Washington Streets, and on store at corner of Derby 
and Dinell Streets, Salem. 

The Den quarry is on the Peabody and Lynn town line, about 21 miles 
north-northwest of Lynn station. (See Boston Bay topographic map, Џ. 5. Geol. 
Survey.) Operator, С. E. Mudge, Lynn. Idle since 1912. 

The granite (specimens D, XXX, 126, a, b), “ Peabody green,” is a hornblende- 
augite granite of dark to very dark olive-greenish color. When first quarried 
the feldspars are less greenish and lighter and the general color corresponds, 
but this soon changes. Its texture is even grained, coarse, with feldspars up 
to 0.7 inch and black silicates up to 0.4 inch. Its constituents, in descending 
order of abundance, are medium but soon becoming dark greenish-gray micro- 
perthite (potash feldspar (orthoclase), minutely intergrown with soda feldspar 
(albite), much kaolinized, with crush borders and with eracks filled with 
limonite stain) ; very dark yellow-greenish smoky quartz, with cavities in sheets, 
some intersecting at right angles, and with cracks parallel to them and filled 
with limonite stain; black hornblende (green in section), with inclusions of 
allanite; and black augite (green in section), intergrown with or passing into 
the hornblende, also with inclusions of allanite. Accessory: Magnetite, allanite, 
zircon, apatite, and very little biotite. Secondary: Limonite stain proceeding 
from the allanite and augite and following the boundaries of particles and 


13 These black-coated joints signify metamorphism after the jointing. See р. 82. 
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cracks, kaolin. a brown and also a blue hornblende (probably riebeckite) in 
fibrous crystals growing out of the augite surfaces into quartz and feldspars, and 
carbonate. Slight effervesence with muriatic-acid test. 

This stone is reported as taking a good polish, which might be expected from 
its lack of mica. 

The quarry, opened about 1905, measured in 1910 about 100 feet square and 
20 to 60 feet deep. 

Rock structure: The sheets, 16 to over 30 feet thick, dip 20° 5, 55° Е, There 
are four sets of joints— (a), discontinuous, strike N. 5° E., dip 75° E., forms a 
heading on east wall, spaced 30 to 40 feet; (5), vertical, strike east, forms a 
heading 100 feet wide on east wall, spaced 25 to 40 feet; (c), strike N. 40° W., 
dip 47° S. 50° W., one only; (d), vertical, strike N. 30° W., one only. Тһе rift 
dips steeply S. 60° W., and the grain, which is almost as pronounced as the 
rift, is horizontal. Very dark gray segregations (knots) are up to 0.5 inch, 
exceptionally 2 feet across. A thin section of one of these knots (specimen D, 
XXX, 126, d) shows a groundmass of particles of microperthite and plagio- 
clase (probably albite) from 0.1 to 0.3 millimeter in diameter, with thickly 
disseminated particles of augite from 0.02 to 0.87 millimeter, and minute grains 
of magnetite. At the edge is a large porphyritic microperthite, a crystal of 
zircon, and a particle of augite associated with a blue hornblende, biotite, mag- 
netite, and zircon. 

The feldspars on the sheet surfaces are generally much kaolinized. The 
rusty stain (specimen D, XXX, 126, c) is up to an inch thick, and the pale- 
green band below it from 2 to 4 inches. A top sheet, 12 feet thick and 100 by 
40 feet in area, is all discolored. 

Transportation, by cart. 

The product is used for base courses, steps, curbing, crossings, caps, and pav- 
ing. Тһе rusty faces are used for base courses. Specimens: Starr Parsons 
Monument, in Pine Grove Cemetery, and sap-faced base course of dwelling at 
corner of Wave and Ocean streets, Lynn. 

The Robin Rock quarry is in Lynnfield Township, fue fifths of a mile 
south-southeast of South Lynnfield station. (See Lawrence topographic map, 
U. S. Geol. Survey.) This quarry was operated by the late Arthur L. Kallen- 
berg, of Lynnfield, and may be operated again by his son. 

The granite (specimen D, ХХХ, 127, a), “Robin Rock green,” is a horn- 
blende-augite granite of very dark greenish color and of coarse, even-grained 
texture, with feldspars up to 0.6 inch and black silicates up to 0.4 inch. Its 
constituents, in descending order of abundance, are dark-blue or greenish-gray 
microperthite (potash feldspar, orthoclase, minutely intergrown with soda 
feldspar, albite, and kaolinized) ; very dark, slightly greenish smoky quartz, 
with cavities in sheets intersecting at right angles; black (under the micro- 
Scope greenish) hornblende with inclusions of allanite; very little separate 
soda feldspar (albite); and black (under the microscope greenish) augite. 
Accessory: Magnetite, allanite, pyrite, zircon, and a little biotite. Secondary: 
Kaolin and limonite stain, No effervescence with muriatic-acid test. қ 

Another variety (specimen D, ХХХ, 127, b), * Robin Rock gray," is also а 
hornblende-augite granite but of dark-gray shade, speckled with black, and of 
coarse, even-grained texture, with feldspars up to 0.7 inch and black silicates 
up to 0,3 inch. Its constituents appear to be the same as those of the other 
variety, but, as shown by effervescence with acid test, carbonate is present. 
Тһе microperthite is dark gray in the hand specimen but shows some limonite- 
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stained faces. Augite is intergrown with hornblende or passes into it. Apatite 
appears among the accessory minerals, and zircon is rather plentiful. This 
stone probably becomes somewhat greenish on continued exposure. 

This stone appears well when fine pointed. 
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FiGuRE 73.—Map of part of Cape Ann, Mass., showing the location of Rockport granite 
quarries. 1, Flat Ledge quarry; 2, upper pit, Rockport Granite Co.; 3, lower Pigeon 
Hill quarry; 4, upper Pigeon Hill quarry; 5, Babson Farm quarry; 6, Nickerson 
quarry; 7, Breakwater quarry; 8, Canney quarry; 9, Devils Rock quarry; 10, Cheves 
Green Granite quarry; 11, Blood Ledge quarry; 12, deep pit, Rockport Granite Co. 


There are several openings, some of which are a century old. The one worked 
in 1910 was triangular in area, 75 feet on a side and 5 to 25 feet deep. 

Rock structure: The sheets, 18 inches to 6 feet thick, dip 10° E. ‘There is 
only one set of joints, vertical, strike М. 80° W., spaced 8 to 12 feet, with a 
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heading 15 feet wide on the north side. Тһе rift is vertical, with east-west 
course, and the grain vertical, north-south. “ Knots” measure up to 6 inches. 
The stain on sheet surfaces is yellowish for an inch, then for 2 inches the stone 
is pale. 

Transportation, by cart 4 to 6 miles to Wakefield and Reading. 

The produet was used for buildings, foundations, sills, steps, and curbing. 


‘ 


ROCKPORT, 
TOPOGRAPHY. 


The township of Rockport occupies the eastern and northern part of that, in- 
sular mass on the Atlantic coast commonly known as Cape Ann. (See Glouces- 
ter topographic map, U. 5. Geological Survey.) It is a region of low, roundish 
or oval granitic or sandy hillocks, none exceeding 180 feet in height, and of 
marshes and boulder-strewn sand flats. The most conspicuous of these hillocks 
is Pigeon Hill, about a mile north of Rockport village, which is regarded as a 
drumlin. The quarries are in the northern part of the cape, scattered along 
the shore or within three-quarters of a mile of it, from Rockport to Bay View. 
(See fig. 78.) 

GEOLOGIC RELATIONS. 


Тһе physiography and geology of Cape Ann have been interestingly described 
by Shaler and Tarr. 

The entire саре is represented in Shaler's map * as made up of granite, but 
traversed at very close intervals by diabase dikes and at a few points by quartz 
Porphyry dikes. According to Sears’s geologic map of Essex County, horn- 
blende granite covers Halibut Point, Rockport, and the area half a mile east 
of Bay View; but a quarter of a mile east of Bay View there is a small area 
of “augite syenite.” * 

Emerson” on the geologic map of the State shows the cape as a part of a 
large area of “Quincy granite” (soda-rich riebeckite-bearing granite but 
with a small area of Beverly syenite just north of Pigeon Cove and another 
about Lanesville, neither of which, however, is quarried. 

The geologic age of the granite is regarded as Carboniferous. The basic 
dikes may be Triassic. They range from 0.5 inch to 40 feet in width. 


“ROCKPORT GRANITE.” 


The more recent scientific accounts of “ Rockport granite” are those of 
Wadsworth," Merrill, Washington," Sears,” and Clapp.” Cooke,” Clarke,” and 


м Shaler, N. S., The geology of Cape Ann, Mass.: U. S. Geol. Survey Ninth Ann. Rept., 
pp. 529-611, pl. 77, 1889. 

15 Sears, J. Н., The physical geography, geology, mineralogy, and paleontology of 
Essex County, Mass., Salem, Essex Institute, 1905. 

161]. Б. Geol. Survey Bull. 597, pl. 10, рр. 188, 189, 197, 1917. 

м Wadsworth, M. E., Notes on the petrography of Quincy and Rockport: Boston Soc. 
Nat. Hist, Proc., vol. 19, 1881. 

75 Merrill, G. P. Smithsonian Inst. Rept. for 1885, pt. 2, p. 419, 1889. 

? Washington, H. S., The petrographical province of Essex County, Mass.: Jour. 
Geology, vol. 6, pp. 790—796, 1898. 

2 Sears, J. H., op. cit., pp. 150—153. 

= Clapp, C. H., Igneous rocks of Essex County, Mass., 1910; Geology of the igneous 
rocks of Essex County, Mass.: U. В. Geol. Survey Bull. 704, 1921. 

* Cooke, J. P., On cryophyllite, a new mineral Species of the mica family with some 
associated minerals in the granite of Rockport, Mass.: Am. Jour. Sci, 2d ser. vol. 43, 
рр. 217-230, 1867; On danalite from Rockport: Idem, 2d ser., vol. 42, p. 73, 1866. 

7 Clarke, F. W., On eryophyllite from Rockport: Idem, За ser., vol. 32, p. 358, 1886. 
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Penfield and Forbes? have described certain new or unusual minerals in 
“Rockport granite." 

Тһе following epitomizes the descriptions of rough and polished specimens 
and thin sections of this granite from all the quarries as given in the succeeding 
pages. Analyses, mineral percentages, and results of physical tests follow the 
description. 

“Rockport granite” is of two sorts. The more abundant, known commer- 
cially as “gray granite,” is a hornblende granite of medium-gray shade (in 
places with slight greenish or bluish tinge) spotted with black. Its texture is 
medium to coarse and even grained, with feldspars up to 0.8 or 0.5 inch and 
hornblende up to 0.2 inch. Its constituents, in descending order of abundance, 
are a light-gray potash feldspar (orthoclase with or without microcline) of a 
slightly greenish or bluish or buff tinge, generally twinned and minutely inter- 
grown with soda-lime feldspar (albite to oligoclase-albite), more or less kaolin- 
ized; smoky quartz with abundant cavities (many with liquid and vacuoles), 
from 0.0048 millimeter or less to 0,02 millimeter in diameter, mostly in sheets: 
black hornblende, in places with a little bluish-black riebeckite (p. 817); very 
little separate soda-lime feldspar like that described above; and very little 
black mica (biotite or lepidomelane).* Accessory: Magnetite, pyrite, allanite, 
fluorite, zircon, apatite. Secondary: Hematite, limonite, kaolin, some black 
hornblende, calcite. 

Estimates of the mineral percentages by the Rosiwal method yield these 
results: Feldspar, 55.50 to 59.60, average 57.97; quartz, 33.88 to 38.90, average, 
35.82; hornblende and mica, 5.60 to 7.26, average, 6.20. 

“Rockport granite” is said to be “hard.” These estimates show quartz 
averaging 35.83 per cent, or if the green of Bay View, given beyond, is averaged 
with the gray, 34.85 per cent, whereas the average amount of quartz in five 
tests of Quincy granite is 80.60 per cent (p. 318), in “Conway” red granites 
28.62 per cent (р. 166), and in the “ Redstone granite” of Westerly, В. I. (р. 
413), 29.87 per cent. This extra 6 per cent of quartz may be sufficient to ас- 
count for the hardness. 

Н. S. Washington * gives the following analysis of “ Rockport granite”: 


Analysis of * Rockport granite." 


[H. S. Washington, analyst.] 
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z Penfield, S. L., and Forbes, E, H., Fayalite from Rockport, Mass., ete.: Am, Jour. 
Sci., 4th ser., vol. 1, pp. 129—131, 1896. 

'SH, Б, Washington (op. cit., p. 793) reports two varieties of biotite, one very pale 
green, probably cryophyllite of Cooke, the other darker greenish gray, lepidomelane 
(annite). F. W. Clarke (op. cit.) shows that several varieties of biotite occur, 

2 Ор. cit, p. 793. Оп p. 794 he gives these estimates of the mineral percentages, 
based partly on the analysis and partly on microscopic observation: Feldspar 50.2 per 
cent, quartz 35.5 per cent, hornblende and two biotites 3.8 per cent, accessory minerals 
0.5 per cent. 'The figure for quartz agrees very closely with that obtained by the 
Rosiwal method. 
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Specifie gravity 2.618 at 18? С, 


Messrs. Steiger and Sullivan, chemists, of this Survey, find that this granite 
contains from 0.14 to 0.20 per cent of CaO (lime) soluble in hot dilute acetic 
acid, which indicates the presence of 0.25 to 0.85 per cent of СаСО: (calcium 
carbonate ealcite). (See pp. 294, 296.) 

Because the black silicate is almost entirery hornblende the stone takes a 
very high polish. Тһе contrasts of shade between the gray feldspar, smoky 
quartz, and black hornblende are much more marked on the polished than on 
the rough face. 

The other variety of “ Rockport granite," known as “ green granite," is also 
а hornblende granite but of somewhat dark olive color spotted with black. 
Its texture is medium to coarse, even grained, with feldspars up to 0.3 and 0.5 
inch and hornblende up to 0.2 inch. Its constituents, in descending order of 
abundance, are medium olive-gray feldspars, like those of the gray variety, 
slightly yellow-greenish smoky quartz, black hornblende and biotite (black 
mica), together with accessory magnetite, zircon, and allanite, and secondary 
kaolin, limonite, and calcite. The feldspar varies in the same particle from an 
olive-green to a scarcely greenish milk-white. Limonitic stain is visible in the 
rift and other cracks of both feldspar and quartz. This stain seems to origi- 
nate in particles of allanite and magnetite, in the biotite and hornblende, and 
partly in minute ferruginous particles in the feldspars. Quarrymen state that 
this stone, which when first quarried is a dark gray, becomes greenish after an 
exposure of three or four hours to rain. It is also stated that the green granite 
loses some of its color on continued exposure about the quarry. Specimens of 
this slightly faded green granite show that, while the feldspars have lost a 
little of their greenness, that color is preserved in the quartz. 

An estimate of the mineral percentages in this granite by the Rosiwal method 
yields the following results: Feldspars, 58.45; quartz, 31.95; hornblende, 9.60. 

This granite takes as high a polish ав the gray, but its contrasts are less 
marked. 

Besides these granites there is near Bay View a dark brownish-gray rie- 
beckite-aegirite-biotite granite, which has only been prospected and is described 
on page 302, and also near Pigeon Cove a beautiful diabase porphyry, as yet 
little worked, described on page 808. Тһе bright rust-colored “sap” referred 
to on page 67 is unusually abundant in some of the Rockport quarries. This 
brightly discolored granite has been used by architects in the basements of 
several private residences on the Cape. The offices of the Rockport Granite Co. 
and the Rockport Carnegie Library are made of it. In both buildings the fresh 
gray granite has been used for trimmings. The resulting contrast is pleasing. 


GEOLOGY OF ROCKPORT QUARRIES. 


The conspicuous feature of the Rockport quarries is the large number of 
basic dikes which traverse them. Some of these are shown in plate XXVII, 
A, B. Their courses are given in the quarry descriptions. One attains a 
thickness of 18 feet. The dike matter was erupted through deeply parted 
joints. Contemporaneous with the dikes was the irregular-shaped injection de- 
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scribed on page 54 and shown in Plate XXVII, B, and figure 8. The faulting 
of the large dike in the same quarry shows that a crustal movement affected 
the region after the crystallization of the dike material. 'The injection of 
molten matter into cold granite was not without effect, for the stone on either 
side of these dikes is likely to be darkened. (See p. 57.) 

Тһе pegmatite dikes contain some bright-green feldspar (amazon stone). 
А 4-inch dike of aplite із bordered by pegmatite 1 to 2 inches thick. 

Segregations (knots) are not uncommon in “Rockport granite,” but at 
Halibut Point, the extreme north end of the cape, in the Babson Farm quarry, 
there is one of unusual character. It is 8 by 4 by 23 feet and consists mainly 
of feldspar and quartz. (See further p. 60.) 

Although some of the data obtained from the quarrymen as to rift and grain 
appear to be incorrect, owing to their confounding rift and grain or else to 
inaccurate observation, the course of the rift appears to be east-west and 
generally vertical and the grain horizontal Rift and grain cracks can be 
detected in the quartz areas of polished surfaces. 

Sheet structure is generally imperfect, owing either to the shortening of the 
lenses by increase in the curvature of the fractures or to the low-dipping joints 
which intersect them, or else to incomplete development. Іп some places the 
* toe-nail structure” enhances the difficulties. 

The joints at the 11 quarries in operation in 1906 have the following courses: 
About north, М. 25° E, М. 30°-40° E, М. 60°-75° E. about east, М. 
15°-20° W., М. 30°—45° W., апа М. 559-709 W. Тһе courses noted at the largest 
number of quarries were М. 30°—40° E., М. 30°—40° W., М 60%-(59 E., and east. 

At the upper Pigeon Hill quarry a compressive strain in all lateral directions 
results in undulating fractures and binds the chisels in channeling. 
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QUARRIES. 


The Flat Ledge quarry is half a mile north-northwest of Rockport and 80 
feet west of Sandy Bay. (See fig. 78.) Operator, Rockport Granite Co., 
Rockport. қ 

The granite (specimens D, XXVIII, 24, а, f), “ Rockport light gray," is а 
hornblende granite of medium gray, slightly bluish-green color with in- 
conspicuous black spots. In large masses its general color is bluish gray. 
Its texture is medium to coarse, even grained, with feldspars up to 0.5 inch 
and hornblende to 0.2 inch. Its constituents, in descending order of abundance, 
are a light-gray, slightly blue-greenish potash feldspar (orthoclase, some of it 
twinned and microcline), minutely intergrown with soda-lime feldspar and 
somewhat kaolinized; very smoky quartz; black hornblende; and very little 
separate soda-lime feldspar (oligoclase-albite) ; together with accessory mag- 
netite, molybdenite, purple fluorite, and zircon and secondary kaolin and calcite. 

George Steiger, a chemist of this Survey, finds that it contains 0.20 per 
cent of CaO (lime) soluble in hot dilute acteic acid, which indicates the pres- 
ence of 0.35 per cent of CaCOs (calcium carbonate, calcite). 

The stone takes a very high polish and hammers somewhat light. 

The quarry, opened about 1855, measures about 1,100 feet from northwest to 
southeast by 1,000 feet across and 125 feet in depth. 

Rock structure: The sheets, 6 inches to 80 feet thick, are horizontal in the 
southern part, dip 25° NW. on the east side, and dip about 20° S. in the center. 
One set of joints, strike N. 15° W., dip 65° WSW., is spaced 8 to 15 feet. 
Another set, strike N. 60° W., dip 80° NNE., is spaced 2 to 25 feet. Тһе rift 
is reported as dipping 20° about south, and the grain as vertical, with a N. 
15?-20? E. course. А medium-grained pegmatite dike, 5 feet thick, strike М. 
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30° W., dip 25° E., consists of potash feldspar (microcline and orthoclase), 
smoky quartz, soda-lime feldspar (oligoclase to andesine), garnet, and zircon. 
A coarse-grained dike, not examined microscopically, consists of a cream-col- 
ored feldspar, in places bright green, smoky quartz, black and possibly other va- 
rieties of mica, and garnets. Basic dikes strike N. 10° E., N. 15° W., and N. 60° 
W., dipping 40°, 70°, and 90°. The discolored granite adjacent to one of these 
Уаз examined and hag been described on page 58. Rusty stain, 0.25 to 2 inches 
thick, is very abundant and bright, particularly along the joint faces. (See 
pp. 67-69.) 

Transportation, by an 800-foot track to cutting shed and wharf. 

Product of this and other Rockport quarries of this company yielding gray 
granite—specimens: Fox Hill bridge, Lynn; courthouse, Worcester; Y. М. 
C. A. Building and customhouse, Boston; Masonie Temple, Champaign, Cook 
County Hospital, Chicago; Tyler monument, Richmond, Va. 

The ** Upper pit '' of the Rockport Granite Co. lies west-southwest of the 
Flat Ledge quarry, about half a mile northwest of Rockport. (See fig. 73.) 
Operator, Rockport Granite Co., Rockport. 

Тһе granite, * Rockport light gray," is a hornblende granite identical with 
that of the Flat Ledge quarry. 

An estimate of the mineral percentage in this stone, made by the Rosiwal 
method, with half-inch mesh and total linear length of 20 inches, yielded the 
following results: Feldspars, 55.50; quartz, 38.90; hornblende, 5.60. 

The quarry measures about 625 feet from northwest to southeast by 325 
feet across; an intermediate opening, 150 by 125 feet, averages 100 feet in 
depth. 

Rock structure: The sheets, 4 to 35 feet thick, dip 20° about east. One set of 
joints, strike М. 80% E., dip 50° W., is spaced down to 10 feet; another, strike 
about М. 30° W., dip 30°-50° E., is spaced down to 5 feet. A third set, in the 
intermediate opening, strike N. 70° E., dip steeply south-southeast, is spaced 10 
to 25 feet. A fourth set, “blind seams,” strike east, dip 50° S., recurs at 
very irregular intervals and is unstained. The rift is reported as striking N. 
80° УУ. and dipping 75°-80° S. The grain is probably like that in the Flat 
Ledge quarry. There are four basic dikes on the east and west sides, striking 
N. 15? W. and dipping 70? E., and an 8-foot dike in the smaller opening striking 
N. 70° W. and dipping steeply north-northeast. А dike of aplite, 4 inches wide, 
with a border of pegmatite 1 to 2 inches thick with bright-green feldspar, strike 
N. 55? E. Gray knots measure up to 12 inches. 

Transportation, by track 1,500 feet to wharf. 

In 1906 this quarry was furnishing part of the granite for the piers and 
tower of the Cambridge-Boston bridge over Charles River, and also for the 
anchorage of Manhattan Bridge No. 3 on the New York side, 

The lower Pigeon Hill quarry is at the south foot of Pigeon Hill, one-third 
mile west of the shore and 1 mile north-northwest of Rockport. (See fig. 73.) 
Operator, Rockport Granite Co., Rockport. 

The granite (specimens D, XXVIII, 34, a, b), “ Rockport light gray,” is a 
hornblende granite of medium-gray,.slightly bluish-green color, and incon- 
Spicuous black spots. Its texture is medium to coarse and even grained. 
In texture, general color, and constituents this stone appears to be identical 
with that of the Flat Ledge and “upper pit" of the Rockport Granite Co. 
The only discernible difference is that the Pigeon Hill stone shows less quartz 
and a slightly lighter shade in the feldspar. The thin sections also show the 
presence along with the black hornblende of a littlle blue-black riebeckite 
(soda hornblende) and a little biotite (black mica).  Allanite, apatite, and 
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pyrite appear also among the accessories. There is some secondary brown 
hornblende filing microscopic cracks in the feldspar, also a little secondary 
hematite and limonite stain. Some cavities of irregular outline in the quartz 
measure up to 0.02 millimeter; others, of oval or roundish form with liquid 
and vacuoles, measure up to 0.0048 millimeter. 

An estimate of the mineral percentages in this granite, made by the Rosiwal 
method, with half-inch mesh and a total linear length of 80 inches, yields the 
following results: Feldspars, 58.86; quartz, 33.88; hornblende, 7.26. 

A chemical analysis of this stone, by H. 8. Washington, is given on page 292. 
E. C. Sullivan, a chemist of this Survey, finds that it contains 0.14 per cent 
of CaO (lime) soluble in hot dilute acetic acid, which indicates a content of 
0.25 per cent of СаСО; (calcium carbonate, calcite). 

The following data as to this granite were obtained by tests made at the 
United States Arsenal at Watertown, Mass., in 1894 from stone quarried during 
the previous month: 

Compressive strength: Tests 6871, 6872, 6870 (cubes about 4 inches square). 
First crack at 79,000, 86,000, and 94,000 pounds; ultimate compressive strength, 
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Ficurn 74.—Structure at lower Pigeon Hill quarry, Rockport, Mass. 


20,716, 20,522, and 17,772 pounds to the square inch. Direction of rift and 
grain in cubes not given. 

Compressive elastic strength: The block tested measured 24 by 4.01 by 6.06 
inches; weight, 54.5 pounds; weight per cubic foot, 161.5 pounds; sectional 
area, 24.8 inches square. Pressure applied endwise. Under a pressure of 1,000 
pounds to the square inch, the compression in a gaged length of 20 inches was 
0.0031 inch; under 2,000 pounds, from 0.0068 to 0.0078 inch; under 4,000 pounds, 
from 0.0116 to 0.0129 inch; under 6,000 pounds, from 0.0162 to 0.0175 inch; 
under 8,000 pounds, from 0.0208 to 0.0209 inch; under 10,000 pounds, from 
0.0253 to 0.0258 inch; and under 12,000 pounds, 0.0297 inch. 

Shearing strength: Dimensions of block, 12 by 6 by 4 inches; distance apart 
of supports, 6 inches; width of plunger, 5 inches. Tests, 6879, 6880. First 
tension fractures midway between supports at 45,400 and 38,600 pounds. Shear- 
ing fractures developed later near edge of one support. Shearing strength, 
2,047 and 1,052 pounds to the square inch of shearing area. 

Transverse strength: Dimensions of block, length, 24 inches; width, 6 inches; 
breadth, 4 inches (decimals omitted); length between end supports, 19 inches; 
tests, 6882, 6883; ultimate strength, 12,320 and 12,480 pounds to the square 
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inch, equaling a modulus of rupture of 2,404 and 2,416, respectively. This was 
computed by the formula 


The granite takes a very high polish and hammers rather light. 

Тһе quarry, opened about 1871, measured in 1906 about 625 feet on the north- 
east side and 700 feet on the southwest side by 450 to 500 feet across and 
from 40 to 80 feet in depth. 

Rock structure: Тһе sheets, 6 to 10 feet thick, dip about 10? NE. in the 
northern part of the quarry but 109-809 SE. in the southeastern part. Тһе 
joint and dike courses are shown in figure 74. Set (A), dip 75° N., spaced 
8 to 10 feet, abounds in the southern part. (B), dip 55% W., exceptionally 
55° E., spaced 2 to 20 feet. In the southwestern part the closeness of these 
joints precludes the quarrying of large blocks. (C), dip steeply west. Тһе 
rift is reported as horizontal but feeble, and the grain as vertical with north- 
west course, Dike (а), 10 to 12 inches thick, dip 65° W., forming west side 
of quarry, is a fine-grained diabase consisting of soda-lime feldspar (andesine), 
hornblende from alteration of 
augite, magnetite, and black 
mica. Dike (5), 18 inches thick, E 
dip 75° SW., forms the north S 
wall. Dike (с), 12 inches thick, 
dip 75^ WSW., crosses the center 
of quarry. Knots measure up to 
10 by 7 inches, and rusty stain 
up to 6 inches on sheet surfaces. 

Transportation, by horsepower 
and an inclined track one-third 
mile to wharf. 

The product goes chiefly into 
buildings but partly into paving 
and riprap for breakwater use. 
Specimens: High School, Charles- figure 75.—Structure at upper Pigeon Hill 
town, Mass., entire; Bradford quarry, Rockport, Mass, 

Memorial Chapel, Gloucester. 
Mass. ; Chelsea viaduct over Boston & Maine Railroad at Mystic Wharf, Mass.; 
Union National Bank, Pittsburgh, Pa. 

The upper Pigeon Hill quarry is about a mile northwest of Rockport and 
one-third mile southwest of Pigeon Hill. (See fig. 78.) Operator, Rockport 
Granite Co., Rockport. 

The granite is a hornblende granite of medium-gray, slightly bluish-green 
color, with inconspicuous black spots. Its texture is medium to coarse 
and even grained. It is identical in composition with the stone of the lower 
quarry. 

The quarry, opened about 1876, measured іп 1906 about 800 feet in а М. 35° В. 
direction by 450 feet N. 65° W. and from 50 to 100 feet in depth. 

Rock structure: The sheets, 4 inches to 12 feet thick, dip mainly west up 
to 10°. Thin sheets are confined to the upper 20 feet. The sheet structure is 
generally regular, as shown in Plate XXVII, A. Joint and dike courses are 
given in figure 75. Set (A), vertical, spaced 7 to 50 feet. (В), dip 20° S. 
spaced 50 feet; its low inclination confuses the sheet structure in places. (C), 
dip 55° W., spaced 10 to 50 feet. (D), exceptional and intermittent, dip 
75° NE. (Е), also exceptional, dip 75° SSH. The rift is reported as vertical, 
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with N. 70? W. course, and the grain as horizontal. There are three or more 
basie dikes from 12 to 18 inches thick: Dike (а) forms the northeast wall; (0) 
about 350 feet from (а), dips 80° NE.; (c) 300 feet southwest of (а), is verti- 
cal. Тһе intersection of the sheets by the central dike is well shown in Plate 
XXVII, A. Knots are reported as generally not over 2 feet, but rarely up to 
10 by 5 feet. Rusty stain is from 0.5 to 12 inch thick. 

Transportation, by inclined track half а mile to wharf. 

The product is used largely in construction. Some of it was used in the 
tower on the southeast corner of the Cambridge and Boston bridge over Charles 
River. 

Тһе Coalford Swamp quarry is near Pigeon Cove. 


Johnson, Pigeon Cove. 
The granite is essentially identical with that of the Pigeoh Hill quarries. 


The product is rough and hammered granite and paving. 

The Babson Farm quarry is at the north end of the cape, near Halibut 
Point, 23 miles north-northwest of Rockport. (See fig. 73.) Operator, Rock- 
port Granite Co., Rockport. 

The granite (specimen D, XXVIII, 25, d) is a hornblende granite of some- 
what dark greenish-gray color. It is markedly darker than the granite of the 
Flat Ledge and Pigeon Hill quarries. Its texture is medium to coarse, even 
grained, with feldspars up to 0.5 ineh and hornblende up to 0.3 inch. Its con- 
stituents, in descending order of abundance, are medium greenish-gray potash 
feldspar (orthoclase), intergrown with soda-lime feldspar and in places much 
kaolinized ; very smoky quartz, with parallel sheets of cavities and abounding in 
prismatic grayish crystals up to 0.02 millimeter; black hornblende; and very 
little separate soda-lime feldspar (oligoclase-albite). Accessory : Magnetite, 
zircon, and apatite. Secondary: Kaolin, limonite, hematite, and chlorite, the 
last in cracks and isolated particles within the feldspar, also along the bounda- 
То the chlorite and the limonite the feldspar owes its 


Operator, J. Leonard 


ries of particles. 
greenish tinge. 

The quarry, opened about 1897, measures about 350 feet in a northeasterly 
direction by 150 feet across and from 40 to 50 feet in depth. 

Rock structure: Sheet structure is normal. The sheets, 4 inches to 15 feet 
thick, increasing in thickness downward, are horizontal or dip 10° NW. There 
are four sets of joints—(a), strike М. 40° Е., dip 75° БЕ. or 90°, spaced 10 to 
40 feet, forms the northwest and southeast walls; (b), strike N. 4° W., dip 
45°-50° SW., spaced 100 to 200 feet; (с), strike N. 65° W., vertical, forms the 
northeast and southwest walls; (d), strike N. 80% E., vertical, forms a short 
heading near the north corner and recurs at rare intervals. The rift is 
reported as marked and vertical, with N. 50° E. course, and the grain as hori- 
zontal. A segregation of uncommon composition, 8 by 4 by 24 feet, in this 
quarry is described on page 60. There is some pyrite on the joint faces. Rusty 
stain is 1 to 6 inches thick along the sheet surfaces. 

Transportation, by cart one-fourth mile to wharf, which affords 30 feet of 
water at low tide. 

The Nickerson quarries are one-fourth mile southeast of Folly Cove and 
2 miles М. 30° W. of Rockport. (See fig. 73.) Operator, W. Е. Nickerson, 
Lanesville. Idle since 1912. 

The granite, like specimen D, XXVIII, 29, a, from the Devils Rock quarry, 
deseribed on page 299, is a hornblende granite of medium-gray slightly buff 
color and weak contrasts. 

The main quarry, opened in 1896, is triangular and measured in 1906 about 
350 feet N. 40? W. by 850 feet east and 400 feet N. 40^ E. and up to 25 feet in 
depth. The other opening measured about 100 by 60 feet and 60 feet in depth. 
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Rock strueture: Тһе sheets, 9 inches to 6 feet thick, undulate horizontally. 
There are four sets of joints—(a), strike nearly east, vertical, spaced 10 to 
100 feet; (b), strike М. 40% E., exceptional; (с) in the smaller pit, strike 
vertieal, spaced 10 to 20 feet; (d), in the smaller pit, strike N. 30? W., dip 
70° E. spaced from 10 feet up. The rift is reported as vertical, with east-west 
course, and the grain as horizontal. А vertical diabase dike, 6 feet thick, 
weathering spheroidally, strikes N. 40? W. and forms the northeast wall of the 
main quarry. Another east of the quarry has a like course. Knots are 
reported as not over 1 foot in diameter. Rusty stain is 2 inches thick on lower 
sheets and 9 inehes on the upper ones. 

Transportation, by cart one-half mile to Lanesville wharf. 

The product consists largely of paving stone, with some “ random " stone. 
Тһе quarry was not operated in 1916. 

The Folly Point Breakwater quarry is west of Folly Cove, 21 miles north- 
west of Rockport. (See fig. 73.) Operator, Coast & Lakes Contracting Cor- 
poration, 41 Broad Street, New York. Idle since 1915. 

The granite is a gray hornblende granite, which, because of the use to which 
it was being put, was not specially examined. 

The quarry, opened in 1905, measured in 1906 about 250 feet in a west- 
northwesterly direction by 100 feet across and from 5 to 30 feet in depth. 

Sheet structure is scarcely perceptible, but the intersecting joints and head- 
ings are so numerous as to facilitate quarrying for the purpose in view. 

Transportation, by track 300 feet to wharf. 

The product in 1906 was riprap for the Rockport breakwater. The average 
weight of each block was 4,000 pounds and the minimum 200 pounds. 

The Butman Avenue quarry is on Butman Avenue, Lanesville. Operator, 
Cape Ann Granite Corporation, Lanesville. 

The quarry was opened in 1906. ` 

'The granite is used for buildings, sea walls, bridges, breakwaters, and paving. 

The Devils Rock quarry is about half a mile southeast of Lanesville and 
about 11 miles М. 58° W. of Rockport. (See fig. 73.) Idle since 1917. 

The granite (specimen D, XXVIII, 29, a) is a hornblende granite of general 
medium gray, not bluish shade and of medium to coarse, even-grained tex- 
ture, with feldspars up to 0.4 inch and black hornblende up to 0.3 inch. It 
consists, in descending order of abundance, of light-gray potash feldspar 
(mieroeline and orthoclase), from slightly greenish to cream-colored, minutely 
intergrown with soda-lime feldspar (albite to oligoclase-albite) and somewhat 
kaolinized; very smoky quartz with cavities; and black hornblende, Acces- 
Sory: Magnetite, pyrite, zircon, and allanite, Secondary: Kaolin. 

Тһе quarry, opened іп 1876. measured in 1906 about 400 by 200 feet and 
averaged about 50 feet in depth. 

Rock structure: The sheets, 1 to 18 feet thick, dip 10? N. "There are three 
sets of joints—(a), strike М. 25° E., dip 70° E. to 90°, spaced 3 to 90 feet, 
forms a heading on the west side; (b), strike N. 70? W., dip 45? to steeply 
north, spaced from 1 to 50 and 100 feet, forms a heading on the south side 
and the wall on the north; (с), diagonal, strike М. 25° E., dip about 65° NW., 
spaced 20 feet at the south end, does not recur. The rift is reported as good, 
vertical and with east-west course. There is a 6-inch basic dike on the east 
Side, Gray knots are reported up to 14 by 6 inches. Rusty stain is 1 to 6 inches 
thick. 

Transportation, by cart 1 mile to ГапезуШе wharf, which affords 13 feet of 
water at high tide. 
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The product is used for building and paving. In 1906 this quarry furnished 
rock for the naval dry dock at Kittery, Maine. 

Тһе Cheves Green Granite quarry is about 250 feet south of the Devils 
Rock quarry and 1% miles М. 60° W. of Rockport. (See fig. 73.) Quarry idle 
since 1917. 

The granite (specimen D, XXVIII, 30, a), “ green granite," is a hornblende 
granite of somewhat dark olive color, spotted with black, and of medium to 
coarse, even-grained texture, with feldspars up to 0.5 inch and hornblende 
up to 0.8 inch. When first quarried the yellowish-green tint is scarcely per- 
ceptible, but after a few hours’ exposure to rain it becomes marked. Its 
constituents, in descending order of abundance, are a medium olive-gray pot- 
ash feldspar (orthoclase and microcline, much of it twinned), minutely inter- 
grown with soda-lime feldspar (many of the feldspars are much kaolinized 
and contain minute -particles, possibly of an oxide of iron); very smoky 
quartz with cavities and black particles; some separate soda-lime feldspar 
(albite to oligoclase-albite) ; and black hornblende. Accessory: Magnetite. 
allanite (most of it within hornblende particles), and zircon. Secondary: 
Caleite and limonite stain, some of it proceeding radially from allanite par- 
ticles, also in cracks and along boundaries of particles. 

Тһе contrast in this stone, owing to the dark shade of the quartz, is mostly 
between the feldspar and the combined quartz and hornblende. 

The quarry is somewhat triangular in outline, measuring about 200 feet М. 
70° W. by 100 to 200 feet across, and in 1906 was 80 to 90 feet deep. 

Rock structure: The sheets аге up to 35 feet thick. The joints correspond to' 
sets (a) and (b) of the Devils Rock quarry, and the rift is said to be as in 
that quarry but less marked. 

The Blood Ledge quarry is three-fifths m:le east-northeast of Bay View 
and 2 miles N. 62? W. of Rockport. (See fig. 78.) Operator, Rockport Granite 
Co., Rockport. 

Тһе granite (specimens D, XXVIII, 28, b, e), “ Rockport sea-green," is а 
hornblende granite of general somewhat dark olive color, with black spots, 
and of medium to coarse, even-grained texture, with feldspar up to 0.5 inch 
and hornblende up to 0.2 inch. Its constituents, in descending order of abun- 
dance, are a more or less kaolinized medium olive-gray potash feldspar (ortho- 
clase and microcline, mostly twinned), minutely intergrown with soda-lime 
feldspar (albite to oligoclase-albite) ; very smoky quartz with cavities and 
black particles; black hornblende; and rarely a little biotite. Accessory: 
Magnetite, allanite, zircon. Secondary: Kaolin, chlorite, limonite stain. This 
stain occurs in meandering cracks in both feldspar and quartz and along the 
boundaries of particles, and also radiates from allanite particles, which are 
one of the primary causes of the yellowish-green tint of the granite. Part of 
this quarry yields a gray granite like that of the “ Deep Pit” (p. 301). The 
* green granite" described above when first quarried is dark gray, but after 
wetting becomes in three to four hours olive green. After continued exposure 
about the quarry the green tint becomes less marked. 

An estimate of the mineral percentages in this stone, obtained by the Rosi- 
wal method, with a mesh of 0.7 inch and a total linear length of 16.8 inches, 
yields the following results: Feldspar, 58.45; quartz, 31.95; hornblende, 9.60. 

This stone takes a very high polish and hammers rather light. Some parti- 
cles of feldspar vary on the polished face from an olive-green to a scarcely 

'greenish milk-white. Тһе contrasts between the three minerals are more 
marked on the polished face. This granite is well adapted for indoor decora- 
tive use. 
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Тһе quarry, opened about 1868, formed in 1906 an inequilateral quadrangle, 
the longest side of which measured about 400 feet, and which is bisected by 
а basie dike and contains an unexcavated central mass upon which the derrick 
stands, as shown in figure 76. Its depth is about 150 feet below the general 
surface, from which, however, 50 feet had already been quarried away. 

Rock structure: The sheets, 10 to 30 feet thick, dip 15° W. There are four 
sets of joints, whose courses are given in figure 76—(A), dip 55° Е., spaced 
3 to 30 feet, forms the west wall; (B), exceptional, dip 50° W.; (C), dip 30° 
N.; (D), dip 90° or steeply south, forms the short south wall and recurs inter- 
Secting the north wall. The rift is reported as vertical, with a М. 85° W. 
course, and the grain as also vertical and about north-south. The stone is 
said to split most readily from the ends of the blocks, both along rift and grain. 
The basic dike, shown in figure 76, is 2 feet thick and dips 70° SW. Dark 
knots a few inches in diameter were collected, but they are reported as 
occurring up to the size of half 
a barrel. Rusty stain is up to 
3 inches thick on sheet faces. 

Transportation, by a locomo- 
tive and track about 1 mile to 
wharf at Bay View. 

The product is used for build- 
ings, monuments, docks, and 
paving. Specimens: Of gray 
granite, the first story (out- 
Side) of Suffolk County court- 
house, Boston; six polished 
columns and two pilasters in 
the Madison Square Presby- 
terian Church, New York. Of 
the polished green granite FravuRE 76.—Structure and Tu of Blood Ledge 

, quarry, Rockport, Mass. 
Hamilton Club house, Chicago; 
O. D. Barnes Building, Wichita, Kans.; National State Bank, Newark, 
N. J.; Woolworth Building, New York. Of the “ bush-hammered " green gran- 
ite, post offices at Elkhart, Ind. and Deadwood, S. Dak.; Syndicate Building, 
Minneapolis, Minn.; Brooks Bros.’ Building, New York. 

The ‘‘ Deep or Old Pit '’ is about one-fifth mile from tidewater at Bay 
View, on the west side of the cape, 24 miles N. 73° W. of Rockport. (See fig. 
13.) Operator, Rockport Granite Co., Rockport. 

The granite (specimens D, XXVIII, 27, a, b), “Вау View gray,” is а horn- 
blende granite of medium-gray shade (lighter than 25, d, Babson quarry, 
p. 298, and darker than 24, a, 84, a, and 29, a, Flat Ledge, Pigeon Hill, and 
Cheves quarries, pp. 294, 295, 800), with a slight cream and greenish tinge, 
Spotted with black. Its texture is medium, even grained, with feldspars up to 
0.4 inch and hornblende up to 0.8 inch. Its constituents, in descending order of 
abundance, are а cream-colored and pale-greenish, more or less kaolinized 
potash feldspar (orthoclase and microcline, mostly twinned), minutely inter- 
grown with soda-line feldspar; very smoky quartz with cavities; a little separate 
Soda-lime feldspar (oligoclase-albite), and black hornblende. Accessory: Mag- 
netite, zircon, and allanite. Secondary: Kaolin, chlorite, calcite, and hemati 
and limonite stain. The colors of feldspar are evidently due to the сї ANE A С^. 
апа limonite. x 
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An estimate of the mineral percentages in this granite, by the Rosiwal 
method, with half-inch mesh and total linear length of 20 inches, yields the 
following results: Feldspar, 59.60; quartz, 34.70; hornblende, 5.70. 

'This granite takes a very high polish. In the rough its contrasts are less 
marked than those of the Flat Ledge and Pigeon Hill stone, and the color of 
the feldspar is different, but the contrasts are more marked on the polished 
face, owing to the lighter tinge of the feldspar. 

Тһе quarry, opened about 1848, measures about 800 feet М. 20? W., by 500 
feet across, but owing to a recess its actual area is about (50 by 500 feet. 
Its depth is about 200 feet. A diagonal view of this quarry is given in Plate 
XXVII, В, and a rough plan of it in figure 77. ] 

Rock structure: Sheet structure is hardly perceptible but at the south 
end seems to dip 20? E. and at the northeast corner to undulate horizontally. 
In the absence of sheets horizontal channeling has to be resorted to. Steeply 
downward-curving partings, “ toenails,’ are conspicuous in the central part. 
Joint and dike courses are shown in figure 77. 

There are four sets of joints—(A), vertical; (В), dip 60° Е.; (C), dip 55° 
МЕ; (D), vertical. Тһе rift is reported as vertical, with М. 85° W. course, and 
the grain as horizontal. The 
stone is said to split readily 
from the top. There are five 
basic dikes. The central one, 
(a), hornblende diabase of 
soda-lime feldspar (andesine) 
micasized, augite, hornblende, 
magnetite, and black mica 
(biotite), from 12 to 18 feet 
thick and dipping 55°-60° NE., 
crosses the quarry diagonally, 
but with marked curvature, N. 
20?—45? W., and is also faulted 
along dike (5) with a lateral 
displacement of about 15 feet. 
Fieure 77.—Structure and plan of Deep Pit Both of these dikes and the 

quarry, near Bay View, Rockport, Mass. fault are shown in Plate XXVI, 
B. Dike (5), a lamprophyre 
consisting of soda-lime feldspar (andesine) altered to white mica, zoisite, and 
epidote, also with hornblende, augite, and magnetite, is 18 inches thick and dips 
55° WNW. Dikes (c), (d), and (e) are vertical. In the northern part а 
small branching and curved basic dike intersects and branches off from dike 
(а). The relations of these dikes are shown in figure 77. In about the center 
of the quarry at a depth of 125 feet is an irregular mass of injected horn- 
blende diabase, more fully described on page 54 and also shown in figure 3, 
which is probably connected more or less remotely with dike (а). Rusty stain 
along sheet surfaces is up to 6 inches thick. 

Transportation, by track half a mile to wharf at Bay View, which affords 
15% feet of water at low tide. 

Specimen structures: Boston and Baltimore post offices. 

„Тһе Bay View dark-granite prospect is between the Blood Ledge quarry 
^ud the “Deep Pit" near Bay View, and was opened by the Rockport Granite 
Со., “of Rockport. It may be in the small area of augite syenite shown on 
Sears’s geologic map of Essex County.” 


7 Sears, J. H., The physical geography, geology, mineralogy, and paleontology of 


„ Essex County, Mass. Salem Essex Inst., 1905. 
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The granite (specimens D, XXVIII, 282, a, b) is a riebeckite-aegirite-biotite 
granite of dark brownish-gray color and medium to coarse, even-grained texture, 
with feldspars up to 0.5 inch in diameter. ЈЕ consists, in descending order of 
abundanee, of a brownish-gray potash feldspar (orthoclase and microcline), 
somewhat kaolinized, mostly in twins and minutely intergrown with soda-lime 
feldspar; slightly smoky quartz; brownish-gray soda-lime feldspar (albite to 
oligoclase-albite) ; blue-black riebeckite (soda-hornblende) ; green-black aegirite 
(soda-augite) ; and black mica. Accessory: Magnetite, allanite, zircon, fluo- 
rite, and apatite; the first three are somewhat abundant. Secondary calcite is 
present in small amount, and a little limonite stain occurs to which the feldspars 
owe their brownish tinge. They also contain minute particles of all the black 
silicates. 

This rock takes a very high polish and hammers rather light. The quartz 
and feldspar being of about one shade, the only contrast on the polished face 
is between these and the black silicates. On the rough face the contrast is 
slight. 

The Pigeon Cove porphyry quarry is on a dike of altered diabase porphyry, 
18 feet wide, represented by Shaler” and Tarr as exposed for half a mile on the 
hillock west of Pigeon Cove, with а N. 21° W. course, also as reappearing in 
Rockport three-fourths mile west of Gap Head with a N. 9° W. course. Wash- 
ington” refers to this dike as cutting the quarry pit at Pigeon Cove and de- 
seribes it microscopically as a labradorite porphyry. Operators, Fuller, Foley 
& Co., West Quincy, Mass. 

This diabase porphyry (specimens D, ХХІХ, 89, a, b), “ Rockport porphyry,” 
has a very dark green or black fine-grained groundmass, with porphyritic feld- 
spars of medium greenish-gray color, from 0.2 to 4.42 inches in length by about 
0.78 inch in width. Many of the crystals are from 1 to 2 inches long. Their 
striation shows plainly. Plate ХХУ, В, shows the general character of the 
rock. The groundmass consists of these minerals, in descending order of 
abundance: Lime-soda feldspar (andesine-labradorite), partly micacized; 
augite, largely altered to a green hornblende; and chlorite, biotite (black mica), 
magnetite, apatite, and rarely a little secondary calcite. 

This rock takes a very high polish, and the contrast between the black ground- 
mass and the large pale-greenish crystals is most striking. 

Product specimens: Four polished disks, 5 inches thick and 2 feet 6 inches 
in diameter (made in two halves), embedded in the Roman pavement about the 
Bethesda Fountain, also a band around its central drain plate, on “The Ter- 
race" at end of “Тһе Mall" in Central Park, New York. The texture of this 
porphyry is shown in Plate ХХУ, В. 


HAMPDEN COUNTY. 
MONSON, 


According to Emerson,” the gneiss of Monson forms a narrow north-south 
strip which, with a short interruption, extends from the New Hampshire 
border to the Connecticut border. It is called Monson granodiorite and is 
regarded as of late Carboniferous or post-Carboniferous age. The parallel 
banding of the rock is attributed to segregation of the biotite during flowage. 


28 Shaler, N. 5., The geology of Cape Ann, Mass.: U. 5. Geol. Survey Ninth Ann, Rept., 
p. 609, pl. 77, 1889. 

2 Washington, Н. 8., The petrographical province of Essex County, Mass.: Jour. 
Geology, vol. 7, p. 290, 1899. 

з Emerson, B. K., Geology of Massachusetts and Rhode Island: Т), 8. Geol. Survey 
Bull. 597, p. 241, pl. 10, 1917. 
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The Flynt quarries are іп Monson Township on the southwest side of Bun- 
yan Mountain, 14 miles north-northwest of Monson station. (See Palmer 
topographic map, U. S. Geol. Survey, and Plate XXIII.) Operator, William М. 
Flynt Granite Co., Monson. 

The granite (specimens D, ХХХ, 90, a, b, c), Monson (darker variety, used 
for faces of buildings), is a quartz-mica diorite gneiss (granodiorite) of dark 
to very dark gray shade and fine to very fine elongated (unplicated) gneissose 
texture, with feldspars and mica up to 0.2 inch but mostly under 0.1 inch. Its 
constituents, in descending order of abundance, are clear eolorless quartz with 
cavities; bluish translucent to milk-white soda-lime feldspar™; and biotite 
(black mica). Accessory: Magnetite (fourth in order of abundance), garnet, 
zircon, apatite, and allanite. Secondary: Epidote (fifth in order of abundance) 
and chlorite. No effervescence with muriatic-acid test. No pyrite on the 
polished face. ~ 

A light to medium gray variety (specimen 90, с) with fine bands of dark 
gray has the same composition as the rock described above but less biotite. 
This stock is used for curbing, foundations, ete. 

The following analysis of it was made by W. F. Hillebrand =: 


Analysis of quartz-mica diorite from Flynt quarry, Monson, Mass. 
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Merrill™ states that a test of this gneiss showed a crushing strength of 
15,390 pounds to the square inch with the pressure applied at right angles to 
the foliation, and 12,720 pounds with the pressure applied in the direction of 
the foliation. 

The fine and even foliation of this gneiss renders it more suitable for some 
purposes and less for others than a true granite. The absence of pyrite in its 
composition is in its favor as a building stone. Its foliation prevents its tak- 
ing a high polish. 

The first opening was made in 1824 by United States agents for the construc- 
tion of the armory at Springfield, Mass. The quarry in operation in 1910 was 
about 350 by 150 feet and from 20 to 30 feet deep. 


з In describing thin sections of this rock in Т). S. Geol. Survey Bull. 470, the writer 
mistook the grating twinning of plagioclase for microcline and so determined the rock as 
a biotite-quartz monzonite. 

32 U, S. Geol. Survey Bull. 419, р. 22, analysis 1, 1910. 

23 Merrill, б. P., Stones for building and decoration, р. 406, New York, 1891. 
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Hock structure: Тһе sheets, 6 inches to 10 feet thick, mostly 2 to 5 feet, dip 
59-20% W. The only joints are parallel to the foliation and are spaced 10, 50, 
and 90 feet. Тһе gneiss foliation strikes М. 10% E. and dips 75? М. 80? W. 
The rock is of light, medium, and dark gray colors in alternating bands of very 
different widths. Some are not over 0.25 inch wide; others 2 or 8 feet. These 
bands are free from plications, but one was found doubled over on itself ver- 
tically for the space of а foot. Each band as seen on the sheet surface also 
varies greatly in width. Some foliation faces are chloritic. Тһе rift corre- 
sponds to the foliation and the grain is horizontal. A few pegmatite bands up 
to 3 inches thick occur. There is по rusty stain. 

The Monson quarries have long been referred to as affording evidence of 
compressive strain,” but although the rock is still under a north-south strain, 
fracturing attended with explosive sounds no longer occurs. 

Transportation, by 11- mile siding from Central Vermont Railway at Munson. 

The product is used for buildings, bridges, and monuments; the seconds for 
curbing, foundations, and crushed stone for concrete. Specimens: Horatio 
Lyon Library, Monson; Walker Hall, Amherst College, Mass.; Church of St. 
Francis Xavier on Sixteenth Street, Isabella Home on One hundred and nine- 
teenth Street, Munn Monument, Woodlawn Cemetery, New York; Roman Catholic 
Church and rectory, West New Rochelle, N. Y.; residence of Charles La Dow, 
Thurlow Terrace, Albany, N. Y.; Congregational Church and Doane buildings, 
Rockville, Conn.; fountain at Weatogue, Conn.; Hall Memorial Chapel, Water- 
town, Conn.; high school, Hast Orange, N. J.; Park Avenue Methodist Church, 
Chicago. 

HAMPSHIRE COUNTY. 


PELHAM. 


The granite at Pelham is in a lenticular area designated on the map of 
Bulletin 597 “ Pelham granite (gray biotitie gneissoid granite)" and shown аз 
extending from Northfield to Belchertown with a maximum width of 8 miles. 
Its age is regarded by Emerson as late Carboniferous or post-Carboniferous, 
and its banding is attributed to segregation in flowage. 

The Ward quarry is in Pelham Township, 2 miles northeast of West Pelham 
and about 4 miles east-northeast of Amherst. (See Belchertown topographic 
map, U. 5. Geol. Survey, and РІ. XXIII.) Operator, Е. P. Bartlett, Amherst. 
Idle since 1908. 

The granite (specimens D, ХХХ, 91, а, b, с), Pelham, is a biotite granite 
gneiss of general dark bluish-gray color and very fine elongated (unplicated) 
gneissic texture, with feldspars and mica under 0.1 inch. It is finely banded, 
the bands being mostly not over 0.04 inch wide and of very dark gray 
alternating with white. There are fine-grained white bands without black mica 
(specimen с). There are also lenses of quartz and feldspar up to 0.8 inch wide 
and several inches long, containing black mica crystals up to 0.8 inch in 
diameter, lying transverse to the foliation (specimen b). Its constituents, in 
descending order of abundance, are clear to translucent bluish potash feldspar 
(microcline and orthoclase); very pale smoky quartz; biotite (black mica) 
with a little muscovite; and very little milk-white plagioclase feldspar, kaolin- 
ized. Accessory: Magnetite, titanite, zircon, allanite, apatite. Secondary: 
Kaolin, epidote, carbonate, chlorite. No effervescence with muriatic-acid test.” 


м See Niles, W. H., Some interesting phenomena observed in quarrying: Boston Soc. 
Nat. Hist. Ргос., vol. 14, pp. 80-87, 1872; vol. 16, рр. 41-43, 1874; also Emerson, В. K., 
Geology of Old Hampshire County, Mass.: U. 8. Geol. Survey Mon. 29, рр. 64-65, 1898. 

#5 Emerson's description of the stone will be found on pp. 248—249 of Bulletin 597. 
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An analysis of this gneiss made by George Steiger, a chemist of this Survey, 
rollows: . 
Analysis of biotite granite gneiss from Pelham, Mass.” 
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In comparing this analysis with that of the Monson granodiorite (p. 804) 
it will be noticed that this has higher percentages of silica and potash and 
lower of alumina, iron oxides, magnesia, and lime. The microscopic descrip- 
tions of the two rocks show that the Monson granodiorite contains much more 
soda-lime feldspar than the Pelham stone. 

The Pelham granite resembles that of Monson in appearance, and its eco- 
nomic uses and value are similar. Тһе shade of the Pelham stone is a trifle 
lighter than that of the best dark granite of the Monson quarry. 

Тће quarry, opened before 1862 and now worked irregularly, measures about 
200 feet in а northwest direction and has a working face 25 feet high on the 
northeast. 

Rock structure: The sheets, 6 inches to 2 feet thick, are parallel to the gneiss 
foliation, which strikes N. 80° W. and dips in undulations 52-18% М. 10° Е, 
The sheet surfaces are slickensided, with striae striking М. 10° E. There are 
no joints. The rift is parallel to the foliation, and the grain is probably ver- 
tical, with N. 10° E, course. Pegmatite dikes of light feldspar, smoky quartz, 
and biotite up to an inch thick dip 50°-60° about north. Lenses of smoky 
quartz, up to 30 feet long and to 6 inches thick, lie in the foliation, and por- 
phyritic feldspar lenses up to 8 by 2 inches are strung along in the foliation, 
forming in places, with biotite and quartz, pegmatitic bands up to 2 inches 
thick. One such lens contains black hornblende masses 2 inches by 1 inch. 

Transportation, by cart about 4 miles to Amherst. 

Тһе product is used for local buildings. Specimens: Old gymnasium and 
basement story of geological and zoological building at Amherst College. 


MIDDLESEX COUNTY. 
GEOLOGIC RELATIONS, 


The quarries in Acton are in an area designated on the map of Bulletin 597 
“igneous gneiss of undetermined age (including schist)." Those in Groton 
and Westford are in an area designated “Ayer granite (coarse porphyritic biotite 
muscovite granite)” and are regarded by Emerson ™ as of a late Carboniferous 
or post-Carboniferous age. The quarry in Townsend is in an area designated 


*U. S. Geol. Survey Bull. 419, p. 22, analysis L, 1910. 
20а Т), S. Geol. Survey Bull. 587, pp. 218, 223-225. 
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* Pitehbwrg granite (white muscovite-biotite granite)," a description that 
hardly fits the granite quarried in Townsend and also across the State line 
in Brookline, N. H., which is clearly quartz monzonite." However, these 
may be intrusives in the “Fitchburg granite.” 


ACTON. 


Тһе Harris quarry is in Acton Township, half a mile north-northwest of 
North Acton station. (See Lowell topographic map, U. S. Geol Survey and 
Pl XXIII.) Operator, North Acton Quarry Co., North Acton. 

The granite (specimens D, ХХХ, 111, a, b), * Acton,” is a biotite muscovite- 
quartz monzonite gneiss of light bluish-gray color and of fine gneissic texture, 
with feldspars under 0.2 inch, exceptionally up to 0.8 inch, and mica up to 
0.1 inch. Its constituents, in descending order of abundance, are milk-white 
soda-lime feldspar (oligoclase), some of it much kaolinized, some minutely 
intergrown with quartz (vermicular structure) ; in nearly equal amount, clear 
to translucent bluish potash feldspar (microcline and probably orthoclase) ; 
clear colorless quartz, strained, with rutile needles and some cavities; biotite 
(black mica), some of it chloritized; and muscovite (white mica). Accessory : 
Magnetite, rather plentiful, apatite, rutile, zircon. Secondary: Kaolin, 
epidote, carbonate, chlorite. It efferyesces with muriatic acid test. 

This is a bright stone of sufficient coarseness to show the mineral con- 
trasts, the colors being black and white. 

The quarry, opened in 1885, measured іп 1910 200 by 100 feet and from 


‚ 10 to 85 feet deep. 


Rock structure: There are traces of sheets from 6 inches to 3 feet thick, 
but blocks 12 feet thick can be obtained. This is a “boulder quarry.” There 
are two sets of joints—(a), strike М. 75° B., dip 75° S. 15° E., slickensided 
and coated with ep:dote, one only, forming the north wall; (b), strike М. 
859 W., dip 45° S. 55° W. to 90°, spaced 5 to 50 feet. Тһе rift is about 
horizontal, and the grain vertical, with М. 55° E. course. Pegmatite dikes 
up to 5 inches thick have a N. 30? W. course. Rusty stain is up to a foot 
thick on the outer masses. 

Transportation, by cart to North Acton station, half a mile. 

The product is used for buildings, monuments, and curbing. Specimens: 
James Wetherbee monument, Woodlawn Cemetery, Acton; Samuel Guilford 
monument, Mount Hope Cemetery ; and Dunlop monument, Sleepy Hollow Ceme- 


tery, West Acton. 

Quarry not operated in 1916. 

The McCarthy quarry is in Acton Township, about half a mile northwest 
of North Acton station, at the top of a small knoll. (Зее Lowell topographic 
map, U. S. Geol. Survey, and Pl. XXIII.) Operator, Thomas MeCarthy, North 
Acton, Idle since 1916, 

The granite (specimen D, ХХХ, 112, a), * Acton fine," is а biotite-muscovite- 
quartz monzonite of light to medium bluish-gray color and of fine to very fine, 
obscurely gneissoid texture, with feldspars under 0.2 inch and mica up to 01 
ineh, but mostly under 0.05 inch. Its constituents, in descending order of 
abundance, are translucent to milk-white soda-lime feldspar (oligoclase-andes- 
ine), slightly kaolinized; in nearly equal amount, clear bluish potash feldspar, 
(microcline and probably orthoclase) ; clear colorless quartz, strained, in places 
granulated and with cavities; biotite (black mica); and muscovite (white 
mica), also stringers of secondary fibrous muscovite. Accessory: Magnetite, 


" Idem, рр. 232, 233. 
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apatite, and zireon. Secondary: Epidote, carbcnate, muscovite, and kaolin. 
No effervescence with muriatic-acid test. ! 

This is а fine-grained stone without mineral contrasts апа is suitable for 
fine work. 

Тће quarry, opened in 1890, measured in 1910 150 by 80 feet and 20 feet deep. 

Roek structure: The sheets, 6 to 16 inches thick, are horizontal or dip 10? NH. 
There are по joints. The rift is horizontal, and the grain vertical, with north- 
east course. А pegmatite dike 2 feet thick is parallel to the grain. On the 
southeast, northwest, and southwest sides the granite is in contact with a quartz- 
mica diorite. On the northwest side, 6 feet from the contact, there is ап in- 
clusion of this diorite gneiss. 'Phere is no rusty stain. 

Transportation, by eart about three-fourths of a mile to North Acton station. 

The product is used for buildings, monuments, and curbing. Specimens: 
Schoolhouse back of a mill on Maynard estate, Maynard. 


GROTON, 


The Rafferty quarry is in Groton Township, 4 miles east-southeast of 
Groton village and 13 miles northwest of West Graniteville staticn. (See Gro- 
ton and Lowell topographic maps, U. 5. Geol. Survey, and РІ. XXIII.) Орега- 
tor, Groton Granite Co., 10 Faneuil Hall Square, Boston. Idle in 1920. 

The granite (specimens D, XXX, 100, с, d), “ Groton,” is a muscovite-bictite 
granite gneiss of light to medium gray shade and of medium, inclining to coarse 
gneissie, slightly porphyritie texture, with feldspars up to 0.5 inch and mica 
up to 0.1 ineh. Its constituents appear to be identical with those of speci- 
mens 98, a, b, c, from the H. E. Fletcher quarry on Oak Hill, in Westford 
(p. 809). It effervesces with muriatic-acid test. 

This stone, like the granite gneisses of Westford, is devoid of mineral con- 
trasts. It is well adapted for base courses and all work requiring much greater 
transverse strength in one direction than in the other and for curbing. 

The quarry, begun in a small way in 1860, but reopened in 1910, was then 
50 feet square, and its west side was 80 feet higher than the east side. 

Rock structure: The sheets, 2 to 6 feet thick, dip 20° М. 35? E. One steep 
joint at the west side strikes N. 15? E. The gneiss foliation is vertical, with 
М. 30° E. strike. Тһе rift is horizontal, and the grain corresponds to the 
foliation, the face of which is more micaceous than the rift face. There is a 
80-foot inclusion of porphyritic biotite granite gneiss (described on р. 68), also 
two smaller ones. A pegmatite dike up to 6 inches thick crosses the gneiss 
and the inclusion, as do also small dikes of aplite gneiss with oligoclase-albite. 
No stain below the surface sheet. 

Transportation, by cart 14 miles to siding near West Graniteville station. 

The Shaker quarry is in Groton Township, on an 80-foot hillock three- 
fourths mile north-northwest of Littleton station and 4 miles southeast of 
Groton village. (See Groton topographic map, U. S. Geol. Survey.) Operator, 
H. N. Fletcher, Graniteville. 

The granite (specimen D, XXX, 106, a.), “Groton,” is а muscovite-biotite 
granite gneiss of medium bluish-gray color and slightly porphyritic, medium, 
inclining to fime gneissic texture, with feldspars up to 0.3 inch. Its con- 
stituents, in descending order of abundance, are translucent bluish potash 
feludspar (microcline and orthoclase) ; light’ smoky quartz with rutile needles 
and cavities, granulated, with particles under 0.87 millimeter; milk-white 
soda-lime feldspar (near oligoclase-albite), kaolinized and micacized; musco- 
vite (white mica), and biotite (black mica), some of it chloritized. "There 
аге also some fibrous muscovite stringers. Accessory: Garnet, apatite. Sec- 
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ondary: Kaolin, two white micas, ep:dote, chlorite, No effervescence with 
muriatic acid test. 

This stone is like the other gneisses of Groton and Westford but more 
bluish and of uniform color, without mineral contrasts. 

The quarry in 1910 was of triangular form, 100 feet on a side and 10 to 25 
feet deep. 

The sheets, 6 inches to 8 feet thick, undulate. 

'The product has been used for buildings. 


WESTFORD. 


The active quarries of Westford are in two groups. One is on Oak Hil, an 
irregular mass of knolls rising to a height of 200 feet above Merrimack River, 
in the northern part of the township. All but one of this group have their 
granite landings at Woods Corners (Slab City), on both Merrimack River and 
a Siding of the Boston & Maine Railroad, 4 miles roughly west of Lowell. Тһе 
other group is on Snake Meadow Hill, 100 to 160 feet above the nearest rail- 
road, in the southwestern part of the township. This group has its outlet 
at the Graniteville and West Graniteville stations, not a mile away and about 
9 miles west-southwest of Lowell. (See Pl. XXIII.) 

The H. E. Fletcher quarry is on the southeastern part of Oak Hill, in 
Westford Township, 14 miles northwest of West Chelmsford station. (See 
Lowell topographic map, U. S.°Geol. Survey.) Operator, H. E. Fletcher Co., 
West Chelmsford. 

The granite (specimens D, ХХХ, 98, a, b, c), “Oak Hill, is a muscovite- 
biotite granite gneiss of very light, slightly bluish-gray color on the rift face 
but light gray on the grain face, and of medium gneissic, slightly porphyritic 
texture, with feldspars up to 0.3 inch and micas up to 0.2 inch. Its constituents, 
in descending order of abundance, are translucent bluish potash feldspar (micro- 
cline and orthoclase), slightly kaolinized; milk-white soda-lime feldspar, 
(oligoclase), much kaolinized and with some white mica; clear colorless quartz, 
finely granulated, with particles to 0.5 millimeter but mostly under 0.37 milli- 
meter, and with rutile needies and some cavities; muscovite (white mica) ; 
biotite (black mica), some of it chloritized; and stringers of fibrous muscovite. 
Accessory: Apatite. Secondary: Kaolin, white mica, carbonate, epidote, 
chlorite. Very slight effervescence with muriatic-acid test. 

This gneiss is very well adapted for base courses and all work requiring 
much greater transverse strength in one direction than in another. ЈЕ is 
devoid of mineral contrasts. Тһе absence or greater scarcity of pyrite and 
magnetite is favorable to the durability of its color. 

Тһе quarry, opened about 1880, measured in 1910 about 700 feet in a nortn- 
east direction by 500 feet across and from 30 to 40 feet in depth. Since then 
its area has been extended without increasing its depth. 

Rock structure: Тһе sheets, 8 inches to 12 feet thick, undulate horizontally. 
There are three sets of joints—(a) strike N. 80°-40° E., curving to М. 55° E., 
dip 70° N. 559 W. to 90°, and forms a heading on the southeast wall; (b) 
Strike N. 30° W., dip 60° N. 60° Е., оп southwest wall; (c) strike N. 50? E. 
dip 65% N. 40° W., spaced 800 feet and over. Тһе gneiss foliation strikes М. 
80°—40° E. and dips 65% М, 55° W. but appears to be crossed by а shear zone 
dipping 65° about southeast. Тһе relations of the foliations are obscure. Тһе 
rift is horizontal, and the grain vertical, with N. 40? E. course, parallel to the 
foliation, which shows more mica than the rift face. Ап aplite dike, 13 inches 
thick, bordered with half an inch of pegmatite on either side, has an east-west 
course. Pegmatite dikes are up to 8 inches thick. Where the granite is 
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pegmatitic the mica is in crystals пр to 0.4 inches across. (Specimen D, XXX, 
98, с.) The amount of limon:te stain is insignificant. Mr. Fletcher finds a 
compressive strain which relieves itself by an expansion amounting to an ineh 
in 100 feet. 

The fine stock produced is used for buildings, and the coarse pegmatit:e rock 
for bridges, paving, curbing; the waste is crushed for concrete. Specimens: 
East and west wings of Massachusetts Capitol; First National Bank, Boston: 
granite for the Frick Mansion at Prides Crossing, near Beverly; base course 
and steps of courthouse, Lowell Mass.; soldiers’ monument, Plaistow, N. H.; 
20 stories (sixth to twenty-fifth) of Bankers’ Trust Co. Building, Wall and 
Nassau streets, New York; steps, base course, and approaches of post office 
and United States courthouse, New Orleans. 

The Merrill quarry is near the north end of Oak НІП, in Westford Town- 
ship, 6 miles west of Lowell. (See Lowell topographic map, U. S. Geol. Survey.) 
This quarry was operated іп 1910 by Е. A. Mallory but is now disused. 

The granite, “ Oak Hill,” is a muscovite-biotite granite gneiss of very light 
gray shade and of medium gneissic, slightly porphyritie texture identical with 
that of the H. E. Fletcher quarry, described on page 309. 

The quarry, opened about 1830, measured in 1910 700 to 1,000 feet in a 
northeasterly direction by 500 feet across and 40 feet deep. 

Rock structure: Тһе sheets, 6 inches to 8 feet thick, dip 10° NE. but are 
intersected on the east wall by exceptional secondary sheets 10 to 20 feet 
thick, dipping 20° N. 47° E. (See p. 36.) There is but one set of joints, 
striking М, (5% E, and spaced on the average 50 feet. Тһе gneiss foliation 
Strikes М. 40° E. Тһе rift is horizontal, and the grain vertical, with М. 35° Е. 
course. Тһе stone splits better along the foliation than along the grain. 
There are dikes of pegmatite and aplite with black tourmaline, The aplite, 
consisting of potash feldspars, quartz with rutile and cavities, oligoclase- 
albite, apatite needles, carbonate, and epidote, but no mica, has bands of black 
tourmaline 0.4 inch apart and 0.2 inch wide. An inclusion, 2 by 18 inches, of 
fine banded biotite gneiss was noticed. 

Transportation, by cart about 2 miles to Woods Corners siding. 

The product was used mostly for curbing and paving. 

The Peterson quarry is on Oak Hill, in Westford Township, a little over 
half a mile about north-northwest of the H. Е. Fletcher quarry. Operator, 
Peterson Bros., West Chelmsford. 

The granite (specimens D, ХХХ, 94, a, b) is similar to that of the H. Е. 
Fletcher quarry, described on page 309, but a little coarser. 

"he quarry, opened in 1599, was іп 1910 200 feet square and 15 to 30 feet deep. 

Rock structure: The sheets, 8 inches to 6 feet thick, dip 5°-10° SE. There 
are two sets of joints—(a), strike М. 15?-30^ E., dip steep to 90°, spaced 10 
to 75 feet; (b), strike М. 65° W., dip 60° S. 25° W., also ЇЧ. 25^ E, Тһе gneiss 
foliation strikes М. 40° E. and dips 70? S. 50° E, Тһе rift is horizontal, and 
the grain vertical, with М. 27° E. course. Pegmatite dikes up to a foot thick 
have a N. 60° W. course. Rusty stain up to 6 inches thick is confined mostly 
to the thin sheets. There is a compressive strain in the grain direction. 

Transportation, by cart 8 miles to Woods Corners siding. 

The product is used for trimmings, steps, sills, and curbing. Specimens: 
Trimmings on Massachusetts Mills, East Merrimac Street, Lowell. 

The Perley Carkin quarry adjoins the Peterson quarry on the northeast. 
Operator, Perley A. Carkin, North Chelmsford. 

The granite is identical with that of the Peterson quarry. 

The quarry, opened in 1905, was in 1910 400 by 200 feet and 15 to 34 feet deep. 
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Rock structure: The sheets, 1 foot to 8 feet 4 inches thick, are about horizon- 
tal. The only joints strike М. 15?-30? E., are vertical or steep, and are spaced 
30 to 140 feet. Foliation, rift, and grain are the same as in the Peterson quarty. 
. 'Fhe amount of stain is small. 

'Uransportation, by cart 13 miles to Woods Corners siding. 

The product is used for curbing, paving, and trimming. 

The C. W. Carkin quarry is nearly a quarter of a mile east of the Perley 
Carkin quarry. Operator, C. W. Carkin, North Chelmsford. 

The granite is identical with that of the Peterson quarry. 

The quarry was in 1910 200 by 60 feet and 10 to 15 feet deep. 

Rock structure: The sheets, 6 inches to 4 feet thick, are horizontal. Two 
joints, one on either side of the quarry, strike N. 30? E. Foliation, rift, and 
grain are the same as in the Peterson quarry. 

The product is used for curbing, paving, and trimming. 

The Cartwright quarry is on Oak Hill, in Westford Township, about a 
mile north-northwest of the H. E. Fletcher quarry and nearly half a mile south- 
east of the Merrill quarry. Operator, George A. Morris, North Chelmsford. 

The granite is identical with that of the quarries above mentioned. 

In 1910 the quarry was 50 feet square and 5 {0-10 feet deep. The sheets аге 
5 to 10 feet thick. 

The product is used for curbing. y 

The H. N. Fletcher quarries are on the top and south side of Snake 
Meadow Hill, in Westford Township, about half a mile north-northwest of 
Graniteville. station. See Lowell topographie map, U. S. Geol. Survey, and 
Pl XXIIL) Operator, H. N. Fleteher, Graniteville. 

The granite (specimen D, XXX, 101, a), “ Graniteville,” is a muscovite-bio- 
tite-quartz monzonite gneiss of very light gray shade and of gneissie, medium, 
inclining to fine, slightly porphyritic texture, with feldspars up to 0.8 inch but 
mostly not over 0.2 inch and micas up to 0.2 inch. Its constituents, in descend- 
ing order of abundance, are milk-white soda-lime feldspar (oligoclase-albite), 
generally kaolinized and micacized, some with bent laminae; clear colorless 
quartz, granulated, with particles mostly not over 0.25 millimeter, and with 
rutile needles; translucent bluish potash feldspar (microcline and orthoclase) ; 
muscoyite (white mica) and stringers of fibrous muscovite; and biotite (black 
mica), some of it chloritized. Accessory: Garnet. Secondary: Kaolin, white 
micas, epidote, carbonate. The quartz forms a matrix of fine particles in which 
the feldspars lie. Some effervescence with muriatic-acid test. 

The gneiss in places is coarsely porphyritie (specimen D, ХХХ, 101, b), of 
medium-gray color with dark bluish-gray feldspars up to an inch square and 
even 2 inches by 0.75 inch. The matrix has feldspars up to 0.2 inch and micas 
up to 0.1 inch. The feldspars are microperthite—potash feldspar (microcline), 
minutely intergrown with soda-lime feldspar (oligoclase-albite). 

Some of the foliation faces of the gneiss carry muscovite crystals (specimen 
D, XXX, 102, a). 

The stone of these quarries is generally lighter than that of the Oak Hill 
quarries but possesses the same general character and qualities. 

The north quarry, opened in 1906, was in 1910 250 feet square but had an 
unexcavated part 50 by 125 feet on one side. 

Rock structure: The sheets, 1 to 6 feet thick, undulate horizontally. 
There are five sets of joints—(a), strike М. 70° E, dip 45° S. 20° Е, 
spaced 20 feet; (0), strike N. 10° W., forms a heading 70 feet wide beyond 
the east wall; (c), strike N. 20° W., dip steep to 90°, spaced 8 feet; 
(d), vertical, strike N. 10° E.; (e), strike М. 30°-40° E., dip 70% N. 55° М. to 
90“, spaced 50 feet and over, forms the east wall. The rift is horizontal and 
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the grain vertical, with М. 30° E. course. The foliation is plicated, with a strike 
of N. 40° Е. Pegmatite lenses occur. 

The south quarry, opened in 1860, was in 1910 200 by 150 feet and 10 to 40 
feet deep. The sheets, rift, and grain are the same as in the north quarry. 
There are two sets of joints—(a@), vertical, strike N. 85% E., spaced 4 to 10 feet; 
(5), vertical, strike М. 75" W., spaced 8 to 6 feet. 

Transportation, by cart half a mile to Graniteville station. 

The product is used mostly in curbing and paving. 

The Palmer quarries are on the north side of Snake Meadow Hill, in West- 
ford Township. (See topographie map, U. S. Geol Survey, Lowell) Oper- 
ators, Lewis P. Palmer & Sons, Graniteville. 

The granite of the upper quarry (specimens D, XXX, 92, b, ¢), “ Granite- 
ville,” is a medium-gray quartz monzonite of gneissic, slightly porphyritic, 
medium inclining to fine texture, with feldspar up to 0.3 inch and micag 
up to 0.2 inch, rarely 0.8 inch. The stone of the lower quarry is reported 
as a little coarser than this. The constituents, in descending order of 
abundance, are grayish soda-lime feldspar, kaolinized and micacized; in about 
equal amount, bluish-gray potash feldspar (microcline and orthoclase), inter- 
grown with quartz that is circular in cross section; light smoky quartz, finely 
granulated, with particles up to 0.25 (rarely 0.87) millimeter, and with rutile 
needles and cavities; muscovite (white mica), some with prism faces, also 
fibrous muscovite stringers; and biotite (black mica), some of it chloritized. 
Accessory: Magnetite, apatite. Secondary: Epidote, carbonate, kaolin, white 
micas, It effervesces slightly with muriatic-acid test. 

This stone structurally resembles that of the Oak Hill quarries, but its color 
is a little darker and its mineral composition slightly different. It is much 
darker than the gneiss of the Н. ЇЧ. Fletcher quarry. 

The upper quarry was in 1910 about 300 by 215 feet and 20 to 40 feet deep. 
The lower quarry, 600 feet east of the upper, was about 200 by 100 feet and 
15 feet deep. 

Rock structure: The sheets in the upper quarry are 1 to 5 feet thick and 
dip 10° about northeast; in the lower quarry they are 2 to 7 feet thick and 
about horizontal. There are four sets of joints—(qa), strike М. 20° E., dip 
15? N. 70° W., forms the west walls; (b), vertical, strike N. 35° W., spaced 
50 feet; (с), strike about east, dip 70° М. to 90°, forms the north and 
south walls; (d), vertical, strike М. 10° W., forms a 20-foot heading. Тһе 
gneiss foliation strikes М. 45°-60° Е. and dips 75° SSE. to 90°. The rift is 
horizontal, and the grain vertical, with northeast course like the foliation. 
The grain face is thus more micaceous than the rift face. There is а 12- 
inch dike of alternating bands of aplite and pegmatite with a М. 20° E. course 
A fine-grained inclusion of biotite schist or gneiss with zoisite from this 
quarry has been described on page 63. Rusty stain is up to 8 inches thick on 
sheet surfaces. 

Transportation, by cart three-fourths mile to Graniteville station. 

The product is used for building, curbing, and paving. 

The Couture quarry lies on the west side of Snake Meadow Hill, in West- 
ford Township. It is now idle. 

The granite is like that of the Palmer quarries, described above. 

The quarry, opened in 1906, was, in 1910, 150 by 100 feet and 12 feet deep. 

Rock structure: The sheets, 2 to 12 feet thick, are horizontal. There are 
three sets of joints— (a), vertical, strike М. 10° W., spaced 3 to 12 feet; (b), 
strike М. 30° E., dip 70° S. 60% E., and also М. 60° W.; (c), strike N. 80° E. 
spaced 10 to 20 feet, coated with epidote and quartz crystals and slickensided, 
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erosses the quarry lengthwise in the center. Rift, grain, and foliation аге ав 
in the other quarries of this hill. 

Transportation, by cart about three-fourths mile to Graniteville station. 

The product is used for curbing. 

The Wright quarry is on the east side of Snake Meadow Hill, in Westford 
Township. Operator, Charles E. Couture, Graniteville. 

The granite is the same as that of the Palmer quarries (p. 312). 

The quarry, opened in 1880, was in 1910 800 by 150 feet and 15 to 20 feet 
deep. 

Rock structure: The sheets, 6 inches to 8 feet thick, are horizontal. There 
are three sets of joints—(qa), vertical, strike М. 10° W., forms a heading on 
the east wall; (0), strike N. 10% E., one near west wall, one in center, and 
possibly others concealed by waste; (е), steep, strike М. 45° E., forms the west 
wall. Тһе gneiss foliation strikes М. 50^ E. Pegmatite and aplite dikes up to 
а foot thick have northerly courses. 

The product is used for curbing. 

Тһе Hildreth quarry lies south of the Couture quarry, on the west side 
of the hill, in Westford Township. Operator, Н. V. Hildreth, Westford. Idle 
in 1922, 

The granite is like that of the Palmer quarries (p. 312). 

The quarry, opened about 1845, was in 1910 300 by 150 feet and 10 to 40 feet 
deep. 

Rock structure: The sheets, 1 to 18 feet thick, dip at a low angle to the north. 
There are two sets of joints—(G), vertical or steep, strike N. 10° E., spaced 
150 feet, forms east and west walls; (5), discontinuous, strike М. 50° E., dip 60° 
N. 40° W., spaced 2 to 10 feet, forms a heading on the east wall. Rift, grain, and 
foliation are as at the other quarries of this hill. Rusty stain is up to 4 inches 
thick on sheet surfaces. 

The product is used for building and curbing. 

Other quarries on Oak Hill in Westford are the Prescott quarry, operator, 
Arthur Decarteret, of Tyngsboro; and the Barker Lot quarry, operator, 
Thomas Le Masurier, of North Chelmsford. 


TOWNSEND. 


The Barker Hill quarry is on the southwest side of Barker Hill, about 200 
feet above the railroad, in Townsend Township, 14 miles north-northwest of West 
Townsend station and about 14 miles north of West Townsend village. (See 
Groton topographic map ,U. 8. Geol. Survey, and Pl. XXIII.) Operator, Duncan 
Rusk, West Townsend. 

The granite (specimen D, ХХХ, 113, b), “West Townsend white,” is a 
biotite-quartz monzonite of very light, faintly buff-gray color and of even- 
grained medium inclining to fine texture, with feldspars under 0.3 inch, rarely 
Over 0.4 inch, and mica up to 0.1 inch. Its constituents, in descending order of 
abundance, are colorless clear to translucent potash feldspar (microcline), much 
kaolinized and intergrown with quartz that is circular in cross section ; in nearly 
equal amount, milk-white to faint pinkish soda-lime feldspar (oligoclase-albite), 
somewhat micacized ; light smoky quartz with cavities in sheets; biotite (black 
шіса); and a little muscovite or bleached biotite. Accessory: Magnetite 
(plentiful), apatite, zircon, and rutile(?) needles in chlorite. Secondary: 
Chlorite after biotite, carbonate, а white mica, and hematite stain from the 
Magnetite. The polished face shows magnetite. It effervesces with muriatic- 
acid test. 

A pinkish variety (specimens D, XXX, 113, a, d, e), “ West Townsend red,” 
is of light medium pinkish-gray color and of the same texture and composition 
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as the “white,” but the thin section shows pyrite and what is possibly altered 
allanite, with radiating cracks filled with hematite stain. 

This is a constructional and monumental granite of slightly coarser texture 
than the monumental granite of South Brookline, N. H., and probably of the 
same geologic age. South Brookline is only 4.4 miles east-northeast of this 
quarry. (See Groton topographic map and p. 192.) The stone takes a good 
polish. 

The quarry, opened in 1907, measured in 1910 225 by 150 feet and 5 to 15 feet 
in depth. 

Rock structure: The sheets, 1 to 5 feet thick, are about horizontal. There are 
no joints. The rift is horizontal and the grain vertical, with N. 80° W. course. 
A pegmatite dike up to 4 feet thick has а М. 55° W. course. Тһеге are also 
lenses of pegmatite. The inclusion of biotite or diorite gneiss referred to on 
page 63 came from below the quarry. Rusty stain is up to 6 inches thick. 

Transportation, by cart one-third mile to railroad. 

The product is used mostly for buildings but partly for monuments. Speci- 
mens: Entire front of Thames National Bank, Norwich, Conn.; trimmings to 
Alvirne Memorial Chapel, Hudson, N. H., post office, Nashua, М. H., and Thomp- 
son Memorial Chapel, Williams College, Williamstown, Mass. 


NORFOLK COUNTY. 


The quarries in Wrentham, Stoughton, and Cohasset are in two large areas 
designated on the map of Bulletin 597 “ Dedham granodiorite (chloritic biotite 
granodiorite)" and described by Emerson on pages"175-177 of that bulletin. 


WRENTHAM, 


The Curry quarry is on High Rock, in Wrentham Township, about 24 miles 
east-southeast of Wrentham station. (See Franklin topographic map, U. S. 
Geol. Survey, and Pl, XXIII.) Operator, High Rock Granite Co., Foxboro. 

The granite (specimen D, XXX, 115, a), “ Wrentham,” is a hornblende granite 
of light-gray shade and of even-grained medium, inclining to coarse texture, 
with feldspars up to 0.5 inch and mica up to 0.1 inch. Its constituents, in de- 
scending order of abundance, are very light gray to pale cream-colored micro- 
perthite (potash feldspar, microcline and orthoclase, somewhat kaolinized, 
minutely intergrown with soda-lime feldspar); medium smoky quartz with 
abundant cavities in sheets; clear colorless to milk-white striated soda-lime 
feldspar (oligoclase-andesine), much kaolinized, also micacized and epidotized, 
in some crystals from within outward; and hornblende associated with epidote. 
Accessory: Magnetite. Secondary: Kaolin, a white mica, epidote, carbonate. 
Very slight effervescence with muriatic-acid test. 

This is an attractive stone with marked mineral contrasts and is suitable for 
substantial structures. The quarry, opened in 1884, was in 1910 about 150 feet 
square and 25 to 35 feet deep. 

Rock structure: The sheets, 4 to 16 feet thick (one a foot thick), are hori- 
zontal or dip 15° Е. or W. and are likely to have 2 inches of decomposed granite 
between them. One set of joints, vertical, strike N. 10° E., spaced 2 to 100 feet, is 
coated with epidote. Another set, strike М. 60° E., dip 70° N. 30° W., forms 
headings of very close joints in the upper 10 feet of the rock. (See p. 38.) An 
obscure flow structure dips about 55° N. The rift is horizontal and the grain 
vertical, with N. 80° W. course. Knots are 1 to 6 inches in diameter. Rusty 
stain is 2 feet thick on the top sheet. 

Transportation, by cart to local customers. 

The product is used for building, curbing, and monuments. 
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The Messer quarry is in the township of Stoughton, 14 miles south of 
Stoughton Center, on Washington Street. Operators, Messer Bros., Brockton. 

The granite, “ Stoughton,” is a biotite or hornblende granite of general 
medium-gray shade but mottled color and coarse texture, with feldspars to 0.5 
inch and dark silicate to 0.1 inch. Its constituents in descending order of abun- 
dance are light pink potash feldspar (microcline and orthoclase); medium 
smoky, faintly amethystine quartz with cavities in sheets; pale-green to milk- 
white soda-lime feldspar (oligoclase-albite), much kaolinized and mieacized; 
chlorite and epidote (after biotite or hornblende). Accessory: Pyrite, magne- 
tite. Secondary: Kaolin, chlorite, epidote, limonite, a white mica calcite. 
Slight effervescence with muriatic-acid test. 

The fresh rough face of this granite affords pleasant contrasts of color which 
are more marked on the polished face, but are too delicate to endure outdoor 
exposure. 

The product is used for trimmings and tombs. Specimens: Trimmings on 
publie library and Sampson Building, Brockton, and on Oakes Ames residence, 
Sharon; receiving tomb, Catholic cemetery, Stoughton. 


COHASSET, 


The Tiffany quarry is in the township of Cohasset. оп Beechwood Avenue, 
about 2 miles southwest of Cohasset Station. Operator, Louis ©. Tiffany, 46 
West Twenty-third Street, New York. 

The granite (specimens D, ХХХУПТ, 28; a, rough; b, polished), “ Cohasset,” 
is a biotite or hornblende granite of general medium-gray shade but mottled 
color and coarse texture, with feldspars to 0.5 inch and dark silicate to 0.2 
inch. 

Its constituents, in descending order of abundance, are pinkish potash feld- 
Spar (orthoclase, some of it minutely intergrown with a plagioclase); pale 
pea-green to cream-colored soda-lime feldspar (albite to oligoclase-albite), 
much kaolinized, micacized, and some of it epidotized; medium smoky quartz, 
faintly amethystine, with cavities in sheets; chlorite and epidote (after biotite 
ог hornblende). Accessory: Magnetite. Secondary: Chlorite, epidote, kaolin, 
Sericite, another white mica, calcite. Rift and grain cracks are marked. 

The polished face is very attractive and by its variety of color well adapted 
for interior decoration. 

The product is used entirely for monumental and memorial purposes and 
interior church work. 


QUINCY, MILTON, AND BRAINTREE. 


TOPOGRAPHY. 


There is a conspicuous range of low hills south of Boston, known as the 
Blue Hills, which curves from Great Blue Hill, 11 miles south-southwest of 
the city, to Forbes Hill, 74 miles south-southeast of it, and whose tops lie be- 
tween the 180 and 640 foot levels. (See Boston and Dedham topographie maps, 
U. S. Geol. Survey.) The Quincy granite district lies at about the northeast 
end of this range, in the townships of Quincy, Milton, and Braintree, Norfolk 
County. Some of the quarries are on the North Commons from about half а 
mile west-southwest to a mile west of Quincy Center; others are in West Quincy 
from 13 to 2 miles about west-southwest of the Center; two are in Milton, some 
3 miles west of the Center; and one is in Braintree. Quarry locations are shown 
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оп the map (Pl. XXIV). Тһе reader will find some interesting historical 
matter on the Quincy quarries in a chapter on the early history of the granite 
industry in New England by George P. Merrill.38 


GEOLOGIC RELATIONS, 


The geology of the vicinity of Quincy and Boston is very complex and dif- 
ficult and has long been under investigation and discussion by several resident 
and other geologists.5? 

The gran te of Quincy was part of a great deeply buried mass of molten 
granitic material of various kinds, which was intruded in Carboniferous time 
into a considerable mass of overlying slates, etc. of middle Cambrian and 
possibly later age, which in places were entirely removed by subsequent erosion, 
That these slates were originally marine clayey sediments of middle Cambrian 
time is shown by the presence of fossil crustaceans typical of the middle Cam- 
brian in some of them in the town of Braintree. After a long interval a large 
part of the region became again submerged during the Carboniferous period, 
and the advancing sea formed new sediments, but there was an interval of 
glaciation and the format'on of till with pebbles from the exposed igneous and 
sedimentary rocks of Cambrian or post-Cambrian time. 

This submergence continued until the conglomerate was overlain by a con- 
siderable accumulation of clayey sediments. During the post-Carboniferous 
crustal movement, which affected a large part of the continent, these clays 
became slate and were powerfully folded; basie dikes were also intruded 
into the granite and the overlying beds. The corrugation and elevation of the 
surface in post-Carboniferous time exposed the Carboniferous beds to erosion, 
so that portions of the granite surface which had heen covered by them again 
became exposed. In Triassic time more basic dikes forced their way through 
fissures in the granite. Events in this region were further complicated by 
the occurrence of eruptions of very siliceous rocks at various points and times. 

On the geologic map of the State in Bulletin 597 the quarries of the Quincy 
district are in a lenticular area, about 10 miles from east to west by half a 
mile to 24 miles from north to south, of ‘ Quincy granite (soda-rich riebeckite- 
bearing granite) ,” which in the text is regarded as of Carboniferous age. Lying 
within this area are several small areas of Braintree slate, of middle Cambrian 
age. 

QUINCY GRANITE. 


The following paragraphs epitomize the writer’s descriptions of rough and 
polished specimens and thin sections of granite from all the quarries as given 


33 Smithsonian Inst. Rept., 1885-86, pt. 2, pp. 285-288. 

3 Crosby, W. O., Genetic and structural relations of the igneous rocks of the lower 
Neponset Valley, Mass.: Am. Geologist, vol. 36, рр. 89-41, 1905. Emerson, B. K., and 
Perry, J. Н., The green schists and associated granites and porphyries of Rhode Island: 
U. S. Geol. Survey Bull. 311, p. Бі, 1907. Crosby, W. O., The Bluehills complex: 
Boston Soc. Nat. Hist. Occasional Papers, No. 4, pt. 3, 1900 (includes Prof. Florence 
Bascom’s work on the volcanic and plutonic rocks of the Boston basin). Mansfield, 6. 
R., The origin and structure of the Roxbury conglomerate: Harvard Coll. Mus. Comp, 
Zoology Bull., vol. 49 (Geol. ser., vol. 8, No. 4), рр. 161, 259, pl. 6, 7, 1906. Loughlin, 
С, F., Structural relations between the Quincy granite and adjacent sedimentary forma- 
tions: Am. Jour. Sci., 4th ser., vol. 32, p. 117, 1911. Sayles, R. W., The Squantum tillite: 
Harvard Coll. Mus. Comp. Zoology Bull., vol. 56, No. 2, pp. 141-175, 1914. Lahee, Е. А., 
Late Paleozoic glaciation in the Boston Basin, Mass.: Am. Jour. Sei, 4th ser., vol. 37, р. 
316, 1914. Emerson, B. K., Geology of Massachusetts and Rhode Island: U. 8. Geol. 


Survey Bull. 597, pl. 10, рр. 186-191, 1917. 
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farther оп. Тһе more recent scientifie accounts of this granite are by Wads- 
worth," Merrill? White," Washington,? and Warren.“ 

Quincy granite is a riebeckite-aegirite granite. Riebeckite and aegirite are 
varieties of amphibole and pyroxene, respectively, both rich in soda (8 to 10 
рег cent) and in iron sesquioxide (about 28 per cent) but poor in alumina, 
magnesia, and lime. Тһе general color of the fresh normal gran:te ranges from 
à medium gray or bluish or greenish or purplish gray to a very dark bluish 
gray, all with black spots which, on closer inspection, are seen to be blue-black 
or green-black or a mixture of both. Its texture is medium to coarse and even 
grained, with feldspars up to 0.4 and 0.5 inch and the black silicates up to 
0.3 and 0.4 inch. Its constituents, in descending order of abundance, are these: 
(1) A medium to dark bluish or greenish to bluish gray feldspar (orthoclase, 
much of it twinned), always with minutely intergrown soda-lime feldspar 
(albite to oligoclase-albite). It is apparently more or less darkened by a 
varying number of extremely minute particles of a black mineral, which are 
not absolutely distinguishable from opaque particles of kaolin, and is always 
Slightly tinted by minute particles of grass-green aegirite and whitened by 
Partial kaolinization or black streaked by clusters of radiating fibrous crystals 
of dark-brown hornblende. The fresh feldspar always contains crystals of 
blue-brownish riebeckite from 0.01 to 1.0 millimeter long by up to 0.01 milli- 
meter in width. These crystals, and also the aegirite, are in many specimens 
arranged in two rectangular directions, one that of the twinning plane, the 
other that of the intergrown soda-lime feldspar. In some sections (p. 897) the 
feldspars were found crossed by rift and grain cracks filled or overlain by 
minute crystals of riebeckite, thus evidently of secondary origin like those on 
joint planes described on page 82. (2) Medium to dark smoky quartz, some 
of it with a slight bluish tinge. It contains cavities (many with liquid and 
movable vacuoles) arranged in streaks and sheets and measuring from 0.0028 
to 0.02 millimeter in length. This quartz also incloses minute black particles 
and in places hairlike crystals, presumably of rutile, more rarely minute crys- 
tals of riebeckite, one measuring 0.178 by 0.0047 millimeter. (3) A little lime- 
soda feldspar (albite to oligoclase-albite). (4) Riebeckite (blue-black in hand 
specimen but Prussian blue and brownish gray in thin section) and aegirite 
(green-black in hand specimen but light green to emerald-green in thin section), 
both minerals in many specimens intergrown. The aegirite may surround 
riebeckite, or these relations may be reversed. In some specimens riebeckite 
in slender crystals appears like a secondary growth on aegirite. In others the 
aegirite appears as filling spaces between the other minerals. Basal sections of 
it appear as if corroded. All of the riebeckite can not be secondary, because 
it appears in minute crystals within the quartz and forms the center of large 
crystals of aegirite. Мог can all the aegirite be secondary, because crystals 
of it also oecur within quartz particles and also surrounded by radiating crys- 
tals of riebeckite. (See р. 327.) The aegirite is likely to contain particles 
of magnetite and carbonate. i 


40 Wadsworth, M. E., Notes оп the petrography of Quincy апа Rockport: Boston бос. 
Nat. Hist. Proc., vol. 19, рр. 809—816, 1881. 

41 Merrill, С. P., The collection of building and ornamental stones in the United States 
National Museum : Smithsonian Inst. Rept. for 1885-86, pt. 2, pp. 409, 418. 

ча White, T. G., A contribution to the petrography of the Boston Basin: Boston Soc- 
Nat. Hist. Proc., vol. 28, pp. 128—132, 1897. 

43 Washington, H. S., Sélvsbergite and tinguaite from Essex County, Mass.: Am. Jour. 
Sci., 4th ser., vol. 6, р. 181. 1898. 

а Warren, C. H., Petrology of the alkali-granites and porphyries of Quincy and the 
Blue Hills, Mass.: Am. Асай, Arts Sci. Ргос., vol. 49, No. 5, pp. 203—330, 1913. 
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The accessory m nerals are ilmenite, magnetite (probably), pyrite (very 
rare), zireon in doubly terminated crystals, fluorite, titanite, and the minute 
black particles in quartz. Тһе secondary minerals are kaolin, yellow-brown 
to orange hornblende in fibrous crystals, chlorite, calcite, leucoxene, hematite, 
limonite (associated with zircon and aegirite), and part of the riebeckite. 
One of the altered granites (Sartori quarry) contains spherulites which 
polarize like zircon. Another one (Savo quarry) is cut by a veinlet of secondary 
epidote, quartz, and calcite. 

. Estimates of the mineral percentages by the Rosiwal method yield the fol- 
lowing figures for the “ medium," * dark," and "extra dark:" 


Estimated mineral percentages in Quincy granite. 


Average. 
ЛУСИ, "OSU CO" Oe ON See у ыйы би ЫБЫШ И 60. 02 
(OX GELS DL PUPA ICO oe ERG s aditu лала ef SS dcc Б. қ өлке нде ted tid 80. 60 
Riebeckité and aegirite; TAT to ы 9. 37 


Of course the microscopic particles of the soda-iron silicates are not included 
in these figures. 

The following analysis of Quincy granite by Henry S. Washington" was 
published in 1898: 


Analysis of riebeckite-aegirite granite from the Hardwick quarry, Quincy, Mass. 


кет TG SHORE 20 axo eee Seir HS TIE fee harto ne 73. 98 
МЕСА ИО CERO Ie (ЧО) Xa yFtmentva кәр T Bmodorr 20 8 .18 
АШИ ШИ CSOs a eripe yir БЕ oum redisse" 12. 29 
Tron! sésquioxide: ғ Бул Ecc 31.^ uei donent qm 2.91 
ion? oxides (тео) eren Uus comen nt fissure, 2916 1:55 
MoauganeseHoxidea(MnQO).exis миынан Uber ip wes Trace. 
Мартен МДӨ ALINE Syr dd eoim vor Шит эл feu Dat ‚04 
ште (CAO усве ums ТИЯМ UE EUR So Рави owe avt Zo 
Soda 4. 66 
Potash (К.О) 4. 68 
Water above 110? (Н.О) .41 

100. 91 


Specific gravity 2.642 at 22? C. 


Two later analyses of the same granite, but from the Hitchcock and the 
Reinhalter quarries, by C. H. Warren ^ differ but little from the above.“ 


45 See Am. Jour. Sci., 4th ser., vol. 6, p. 181, 1898; also Jour. Geology, vol. 6, p. 793, 
1898. 

46 Op. cit., p. 227. 

" For analyses and optical features of riebeckite and aegirite see Rosenbusch, H., 
Mikroskopische Physiographie der Mineralien und Gesteine, 4th ed., vol. 1, pt. 2, pp. 213, 
244, 1905; for discussion as to their origin see Murgoci, 6. M., On the genesis of riebeckite 
and riebeckite rocks: Am. Jour. Sci., 4th ser., vol. 20, pp. 138-145, 1905; and Cross, Whit- 
man, On some secondary minerals of the amphibole and pyroxene group: Am. Jour. Sci., 
за ser. vol. 39, рр. 359—370, 1890. Murgoci (ор. cit., p. 138) sums up the views on the 
origin of these two minerals thus: “ Some petrologists have considered the aegirite as 
a transformation product of riebeckite, and others have taken the riebeckite for a 
secondary product of aegirite. Most petrologists state, however, that riebeckite anā 
aegirite are primary in their rocks.” On the next page іп a footnote he adds: “ The 
best argument for the primary existence of the aegirite is its occurrence in the same 
rock, with little thin needles of riebeckite, which could not resist even the slowest апа 
slightest action of transformation.” 
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E. C. Sullivan and G. Steiger, chemists, of this Survey, extracted by means 
of hot dilute acetic acid 0.11 to 0.28 per cent of CaO (lime) from specimens 
from four quarries in Quincy and Milton. This lime indicates the presence of 
0.196 to 0.50 per cent of СаСОз (calcium carbonate) or calcite. 

Quincy granite for monumental purposes goes under the names “ medium.” 
“dark,” and “extra dark.” The estimated mineral percentages show that these 
differences in shade are due in part to a variation in the amounts of the black 
Silicates and of the smoky quartz. In part they are also due to a variation in 
the degree of kaolinization of the feldspars and in the abundance of black 
Particles and of hornblende in them. The smokiness of the quartz appears to be 
due to infinitesimal particles of some black mineral. The bluish tint of the 
feldspars is due to microscopic crystals of riebeckite and its greenish hue to 
minute aegirites. The contrast of color and shade is chiefly between the black 
Silicates and the combined quartz and feldspar except where the feldspar is 
whitened by kaolinization, which causes it to stand out from the quartz. 
“Light Quincy granite," which is of medium-gray shade, is considered second 
grade and sells for rock face and hammered work. 

Quincy granite is noted for its high polish, which comes out strikingly on 
columns and balls, as shown in Plate XXVI. This susceptivity to high polish 
is due to the absence of mica and to the coarser cleavage of the varieties of 
hornblende and augite which take its place. The imperfections that occur in 
the polish of some blocks are due to particles of aegirite partly altered before 
quarrying. (See р. 79.) 

A peculiar variety of Quincy granite, known as “ Gold leaf," described on 
page 882, is the lightest monumental stone quarried there. Its general color 
is medium bluish green-gray, speckled with black and light yellow-brown. Тһе 
quartz, clear to light smoky, is finely granular, like that of Milford, Mass., and 
Sparkles on the polished face. Wherever the yellow spots, which are caused by 
limonite stain, coincide with the granular quartz, they are more conspicuous. 
In other respects its constituents are identical with those of the riebeckite- 
aegirite granite of Quincy. A minor variety is that of the Ballou quarry, 
which has sparsely disseminated minute cherry-red dots, probably from the 
oxidation of magnetite particles. 

A recently opened quarry in Braintree (p. 335) yields a medium reddish-gray 
variety with much kaolinized, slightly hematitie feldspars and decomposed 
ferrosilicates. 

Other and cheaper varieties of Quincy granite are suitable only for building 
purposes. Such are the “extra light” (pea-green), the pink, and the greenish 
brown, described on pages 330, 381, 335. The “ огеї” (hematitic) finds its way 
to the dumps. These various colors are due either, as in the pea-green, to the 
Presence of fine particles of aégirite in the feldspars, or else to changes in the 
feldspars or aegirite, brought about by underground alterations which have 
been long in process. (See further p. 77.) The yellow, rusty discoloration 
(sap) referred to on page 67 is of still later date, affecting the stone for a few 
inches only along the sheet and joint surfaces. 


GEOLOGY OF QUINCY QUARRIES. 


The cylindrical pegmatite dikes with large aegirite crystals at the Ballou 
and Fallon quarries, first studied by Charles Palache, have already been de- 
scribed on page 49. Certain pegmatitie quartz veins have been described on 
Page 51. The basic dikes at the Granite Railway and Merry Mount quarries 
have been referred to on page 52. Others were observed at the Winquist and 
Рей Hitchcock quarries. The segregations (knots) have been described іп а 
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general way and classified on page 59. 'They have been exhaustively treated 
by Warren in the work cited. 

Rift in the Quincy quarries is reported as generally vertical or nearly 50, 
with a course from М. 65° W. to due west, and the grain as vertical or nearly 
30 and about north to south. Тһе grain is generally feeble. Rift courses of 
north, М. 10? E., and N. 30° W., are reported at a few quarries, and at three 
the grain is reported as horizontal. At the Swingle quarry, which is crossed 
by a diagonal heading striking north, the rift is reported to be north-south on 
the west side of that heading but east-west on its east side. 'The angle of 
inclination of both rift and grain is reported as subject to modifications, some 
of which are probably only local; others are due to general physical principles. 
At the Reinhalter quarry the rift is vertical below but not quite vertical near 
the surface. Mr. Cashman stated that in his quarry the grain is 90? when the 
sheet is split from the top, but if split from the side it is steeply inclined. Mr. 
Galvin reported that the grain is horizontal when the drilling is done from east 
to west, but dips 20° when it is done from north to south. The degree of dip 
of rift and grain is affected by gravity—that is, it is proportioned to the weight 
of the block on one side or the other of the fracture. Туо foremen find that 
when the sheets are inclined the dip of the rift swerves from the vertical. At 
the-Field & Wild quarry rift and grain are reported as varying greatly in 
different blocks. Тһе subject of rift will be found more fully discussed on 
page 15, and its apparent relation to the sheets of fluidal eavities is explained 
on page 17. 

The crushing of cores between drill holes made in channelling shows that 
the Quincy, granite mass is now under compressive strains from the north and 
south and the east and west. This strain in some quarries appears to increase 
with their depth. At one quarry not only are north-south channels closed by it, 
but diagonal subjoints are started from the channels. 

Sheet structure in Quincy is regular in places, as at the Dell Hitchcock 
quarry (Pl. XXV, A), where it consists of lenses with an undulating course 
usually parallel to the rock suríace and increasing in thickness downward. 
But it is more commonly obscure and irregular owing to the shortening and 
thickening of the lenses, which results in * boulder quarries.” Sheet structure 
extended in 1906 to a depth of 150 feet from the rock surface at the Ballou 
quarry on the North Commons and to а depth of 175 feet in the Reinhalter 
quarry in West Quincy, but in 1917 it reached a depth of 250 feet. Тһе inclina- 
tion of the sheets is in places as high as 45°, and their thickness ranges from 
6 inches to 27 feet. They are rarely intersected by sharp curving joints or 
partings known as “toenails.” The origin of sheet structure has been fully 
discussed on pages 26-36. In quarrying it is safe to count on a gradual in- 
crease in the thickness of the sheets downward. If for a space thin sheets 
recur they may be expected to give way to thicker ones below. The quarry 
adjacent to the Dell Hitchcock is reported to have been abandoned because of 
the appearance of thin sheets below and the assumption that they would not 
be succeeded by thicker ones. At the Reinhalter quarry, which in 1906 was 
225 feet deep, the lowest sheet was over 45 feet thick. Mr. J. S. Swingle re- 
ports that his quarries have now reached а depth of about 250 feet without 
reaching the limit of sheet structure. 

The general character of the jointing сап be inferred from the quarry dia- 
grams (figs. 71-74). Тһе principal joint sets are: (a), striking М. 602-859 W. 
to М. 83° E., and its complementary set (b), north to М. 20° E.; a single set 
(c), striking М. 10%-80% W.; and (d), striking М. 25°-55° W., with its com- 
plementary set (e), М. 45°-50° W. А noticeable feature in some of the 
deeper quarries is the vertical discontinuity of the headings. Some of the 
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BALL OF POLISHED QUINCY GRANITE, 


From Wigwam quarry, Quincy, Mass. Diameter, 76 inches; weight, 22,000 pounds, 
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bottom ones disappear upward within 100 feet of the surface; others which 
occur at the surface disappear below. Some of the joints are also intermit- 
tent. The possibility of а bad heading dying out below is as encouraging to 
the quarryman as the possibility of the appearance of a new one below is dis- 
couraging. This discontinuity in the joints and headings reflects the complex 
character of the stresses to which the region was exposed. 

The remarkable black joint coatings of riebeckite have been described on 
page 82. At one of the Milton quarries this appears on the sheet surfaces 
also, and the adjacent granite is lighter in shade. 

From these summaries on the granite and on its geology as exposed at the 
quarries the following inferences may be drawn: The riebeckite-aegirite gran- 
ite of Quincy had aegirite as one of its original constituents and riebeckite 
as another, but some of the riebeckite is clearly secondary, as shown by its 
occurrence in rift cracks and on sheet and joint faces. The formation of this 
mineral on these faces indicates that the granite after acquiring its sheet and 
joint structure was subjected to metamorphism, probably that which accom- 
panied the post-Carboniferous crustal movement. Тһе source of this second- 
ary riebeckite may well have been the aegirite itself. The hematite-spotted 
granite (“ отеї”), the pink granite, and the greenish-brown granite (described 
оп pp. 79, 881, 885), while evidently due to the a]teration of the aegirite parti- 
eles to magnetite, hematite, green hornblende, biotite, and chlorite, owe these 
mineral changes partly to processes of deep-seated alteration and partly to re- 
gional metamorphism, and the pea-green variety is due to the dissemination of 
fine prisms and grains of aegirite in its feldspars. In the dull-reddish granite of 
Braintree (p. 335) the aegirite and riebeckite seem to have been decomposed 
and the feldspars kaolinized and reddened by secondary hematite. "ће latest 
change was the brownish iron staining along sheet and joint surfaces, which 
is attributable to percolating surface water oxidizing the magnetite and soda- 
iron silicates and possibly also adding fresh supplies of iron sesquioxide 
obtained from deposits once overlying the granite. 


QUARRIES. 


The Dell Hitchcock quarry is on the North Commons, south of Quarry 
Street. (See map, РІ, XXIV, No. 18.) Operator, Quincy Quarries Co., Quincy. 

The granite (specimen D, XXVIII, 67, d), “dark Quincy,” is a riebeckite- 
aegirite granite of somewhat dark and slightly bluish-gray color with black 
spots. Its texture is medium to coarse, even grained, with feldspar up to 0.5 
inch and black silicates usually not over 0.3 but occasionally 0.5 inch. Its 
constituents, in descending order of abundance, are a medium bluish and 
greenish gray potash feldspar (orthoclase), usually twinned, minutely inter- 
grown with soda-lime feldspar and inelosing minute crystals of riebeckite and 
grains of aegirite and in places somewhat kaolinized; smoky quartz with cavi- 
ties (some with liquid and vacuoles) and black particles in streaks or sheets; 
a little separate soda-lime feldspar (albite to oligoclase-albite) ; aegirite, much 
of it intergrown with riebeckite. Accessory: Magnetite, zircon. fluorite. Sec- 
ondary: Kaolin, calcite, brown fibrous hornblende, and chlorite in rift cracks in 
feldspar. 

The contrast in the rough stone is entirely between the black silicates and 
the combined quartz and feldspar. 

A specimen (D, XXVIII, 67, с) of the “light Quincy " is more of а medium 
gray with a slight greenish tinge. Its general composition is the same as that 
of the “ dark Quincy," with probably more kaolin and aegirite in the feldspars. 
The contrasts are more marked. 
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The quarry, opened before 1826, is about 500 feet N. 25° Е. by 500 feet М. 65° 
W. and in 1906 was 100 feet deep. (See Pl. XXV, A). 

Rock structure: The sheets, 6 inches to 12 feet thick, are lenticular, undulat- 
ing horizontally. As shown in the plate the upper 30 feet consists of very thin 
sheets which, owing to their thinness and rustiness, are valueless. Joints (a) 
Strike N. 70° W., dip 90°, and are spaced irregularly, but nowhere completely 
cross the quarry. A set with similar strike, but dipping 80%-85% NNE., is repre- 
sented. Joints (c) strike N. 20? W., dip 90^, and are spaced 14 to 30 and 400 
feet. At the bottom there are short intermittent joints dipping east and in 
other directions, which are coated with riebeckite and thus have blue-black 
surfaces. (Зее р. 82.) The rift is reported as vertical, with а М. 65° W. course, 
and the feeble grain as at right angles to it and vertical. A dark bluish-gray 
knot (67, e) contains porphyritic crystals of aegirite, as described under group 1 
on page 59. There are also some of group 3. The boundaries between the 
“light” and “dark” granite are not well defined. Rusty discoloration is 2 to 18 
inches thick. Where it is only 2 inches there is a zone of incipient stain 
several inches thick. 

Transportation, by cart three-fourths mile to railroad and about a mile to 
local cutting sheds. 

Specimen: Three bases and die of the Jefferson monument at Louisville, Ky. 

The Merry Mount quarry is on the North Commons, north of Quarry Street. 
(See map, Pl. XXIV, No. 14.) Operator, Merry Mount Granite Co., Quincy. 
Idle since 1914. , 

Тһе granite (specimen D, XXIX, 86, а), *dark medium Quincy," is а rie- 
beckite-aegirite granite of somewhat dark, slightly purplish-gray color, slightly 
darker than that of 67, d. Тһе texture is medium to coarse, even grained, 
with feldspar up to 0.5 inch and black silicates up to 0.3 inch. Its constituents, 
іп descending order of abundance, are a medium and dark or slightly greenish- 
gray potash feldspar (orthoclase, generally twinned), always minutely inter- 
grown with soda-lime feldspar (albite to oligoclase-albite), in places some- 
what kaolinized and inclosing riebeckite crystals up to 0.094 by 0.0094 milli- 
meter and minute grains of aegirite; also hematite stain; smoky quartz with 
streaks or sheets of cavities and minute black particles; a little separate soda- 
lime feldspar (oligoclase-andesine) ; blue-black riebeckite and green-black 
aegirite, either separate or intergrown. Accessory: Zircon (abundant in 
erystals up to 0.47 millimeter), fluorite. Secondary: Kaolin, limonite, hematite. 

The purplish tinge of this granite is evidently due to hematite in the feldspar. 
The contrast in the rough stone is entirely between the biack silicates and 
the general gray of the quartz and feldspar. 

Е. С. Sullivan, chemist, of this Survey, extracted 0.11 per cent of CaO (lime) 
from this granite by means of hot dilute acetic acid, which indicates the 
presence of 0.19 per cent of СаСОз (calcium carabonate, calcite). The thin 
sections also show calcite. 

A specimen of “medium Quincy” (D, XXIX, 86, b) is a trifle lighter in 
eolor and has a slightly greenish tinge. Its texture and constituents are the 
same, except that the feldspar borders on light gray and hematite stain is 
absent. The quartz is darker than much of the feldspar. 

The quarry, opened in 1856, measured in 1906 about 300 feet from north to 
south by 200 across and from 180 to 150 feet in depth. 

Rock structure: On the west wall is a 5-foot dike of lamprophyre, described 
on page 58, which strikes М. 10° E. The sheets are lenticular in all directions 
and mainly horizontal, 1 to 16 feet thick. They thicken downward, but with 
thin sheets at intervals, to a depth of 40 feet. Joints (b) strike М. 10° E., 
dip 90? or steep west, are spaced 5 to 20 feet, and form a heading near the 
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dike. One diagonal joint (d) strikes М. 50° E. and dips 70° NW. "Тһе rift is 
reported as striking N. 10? E. and vertieal or dipping steeply west, and the 
grain as east, dipping steeply north. In individual blocks the rift is con- 
Siderably affected by gravity. Knots, both dark and light, are 1 to 6 inches 
across, but some are reported as 2 feet 6 inches in two diameters. Rusty stain on 
Sheet surfaces is 1 to 6 inches thick. 

Transportation, by cart 1 mile to railroad or cutting shed. 

The product consists chiefly of the “dark medium." Specimen: Barney 
mausoleum at Springfield. 

The Ballou quarry is on the North Commons, north of Quarry Street. (See 
map, Pl. XXIV, No. 15.) Operator, John C. Ballou, West Quincy. 

Тһе granite (specimen D, XXIX, 80, a), “dark Quiney with minute red 
dots," is а riebeckite-aegirite granite of dark, slightly purplish-gray color, with 
Sparse inconspieuous reddish stains. Its shade is slightly darker than that of 
86, а (Merry Mount “dark medium”). Its texture is medium to coarse, even 
grained, with feldspars up to 0.5 inch and black silicates to 0.8 inch. Its con- 
stituents, in descending order of abundance, are a dark-gray potash feldspar 
(orthoclase), twinned, minutely intergrown with soda-lime feldspar, in places 
Somewhat kaolinized, rarely with hematite stain along its cleavage planes, and 
inclosing grains of aegirite and crystals of riebeckite up to 0.114 millimeter 
long; smoky quartz of very slight bluish tinge, with abundant cavities up to 
0.0094 and exceptionally 0.037 millimeter in diameter, in streaks or sheets 
intersecting one another at all angles, and with very minute black particles; 
the quartz incloses a riebeckite crystal 0.178 by 0.0047 millimeter; a little 
Separate soda-lime feldspar (albite to oligoclase-albite) ; and finally riebeckite, 
Some of it intergrown with aegirite, the latter containing magnetite and car- 
bonate. Accessory: Zircon, magnetite. Secondary: Kaolin, hematite, limonite 
(about the zircon), calcite. 

The contrast is confined to that between the black silicates and the dark gray 
of the feldspar and quartz with its faint reddish spots. 

George Steiger, chemist, of this Survey, extracted 0.28 per cent of CaO 
(lime) from this stone by means of hot dilute acetic acid, which indicates a 
content of 0.5 per cent of CaCOs (calcium carbonate, calcite), The thin sec- 
tions also show calcite. 

The quarry, opened before 1856, measured in 1906 about 200 feet from north 
to south by 100 feet across, but with a recess on the south wall 16 by 18 feet. 
Its depth was 150 feet. 

Rock structure: An interesting cylindrical pegmatite dike, a section of which 
is exposed at the bottom of the quarry. has been described on page 49. The 
sheets, 8 inches to 20 feet thick, increasing in thickness downward, are lenticu- 
lar, irregular, and dip both north and south. The sheet structure extends at 
least to a depth of 150 feet from the rock surface, below which there is no part- 
ing for 16 feet. Joints (a) strike about N. 80° W., dip 70° N., are spaced 
8 to 80 feet, form a short heading in about the center and one on the north- 
east side. Joints (b) strike nearly north, dip 90° and steeply west, form 
headings at east and west walls, one, 100 feet from west wall, and another 
(30 to 40 feet wide) 75 feet west of east end. Joints (c), striking М. 10°-30° 
W., form a heading at the northwest corner at the quarry. Тһе rift is 
reported as about north, and the grain as east, both vertical. Stain is up to 
3 inches wide along the joint faces but is searcely present on sheet surfaces. 

"Transportation, by car 1 mile to railroad. 

Тһе product is used mainly for monuments, and the inferior stock for paving. 
Specimen structure: Masonic Building, Philadelphia. 
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The Winquist quarries are on the North Commons south of Quarry Street. 
(See map, Pl. XXIV, No. 16 and opening west of it) Operator, Common 
Quarry Co. (Carl G. Winquist), Quincy. - 

The granite of the Baker opening (No. 16), alone operated in 1906, “ extra 
light," is a riebeckite-aegirite granite of light pea-greenish color and medium 
to coarse texture. It is identical in composition with that- of the Lepage 
quarry (specimen D, XXVIII, 76, a), described on page 330. It owes its green 
color to the abundance of minute grains and crystals of aegirite in the feld- 
spar. The quartz is amethystine, not smoky. Тһе contrast is chiefly between 
the black silieates and the feldspar, but there is also some between the purple 
tinge of the quartz and the light green of the feldspar. 

This stone was used entirely for building and hammered work. 

The granite of the McDonald opening (west of No. 16) consists of light and 
dark “medium” and “dark” Quincy and is used for monuments, ete. 

Тһе Baker opening measures about 300 by 250 feet and 125 feet in depth; 
the MeDonald opening about 200 by 150 and 100 in depth. 

Rock structure (Baker opening): There is a basic dike 6 feet thick, along 
the south side, dipping steeply south; a like one a little north of the north wali 
dips steeply north. The sheets, 2 to 22 feet thick, dip low north. Joints are 
few. Joints (a) strike nearly east, steep, form north and south walls only. 
Joints (b) strike nearly north, form east anid west walls only; one diagonal (e), 
strike northwest, dips 45° SW. Rusty stain is up to 6 inches thick on sheet 
surfaces. 

Transportation, by cart 1 mile to railroad. 

The Fallon quarry is on the North Commons, on the south side of Quarry 
Street, west of the Hardwick quarry. (See map, Pl. XXIV). Operators, John 
Fallon & Sons, West Quincy. Idle since 1916. 

The granite is * dark medium Quincy." 

Тһе quarry measures about 600 by 100 feet and 100 feet in depth. 

Rock structure: In this quarry a cylindrieal dike of pegmatite, like that at 
the Ballou quarry, was discovered a few years ago. (See papers by Warren 
and Palache, cited on page 49.) 

Specimen product: Pilgrim Monument (excluding statue), Plymouth. 

The Hardwick quarry is on the North Commons opposite the corner of 
Quarry and Smith streets. (See map, Pl XXIV, No. 19.) Operators, C. H. 
Hardwick & Co., Quincy. 

The granite (specimen D, XXIX, 79, d), “medium,” is a riebeckite-aegirite 
granite of dark, slightly purplish gray color, а trifle darker than 86, а (the 
* dark medium " of Merry Mount quarry) and a little darker and more purplish 
than 67, d (the “dark” of Dell Hitchcock quarry). It is of medium, even- 
grained texture, with feldspars and black silicates up to 0.4 inch. Its con- 
stituents, in descending order of abundance, are a medium and dark, slightly 
purplish-gray potash feldspar (orthoclase), usually twinned, always with 
minutely intergrown soda-lime feldspar and exceptionally with quartz also; 
in places it is somewhat kaolinized, contains minute aegirites and crystals of 
riebeckite from 0.0094 to 0.066 millimeter long up to 0.0094 millimeter wide; 
light smoky quartz with intersecting streaks or sheets of cavities from less than 
0.0043 to 0.02 millimeter long, also with very minute black particles; riebeckite 
and aegirite, the latter with black nonmetallic particles (limonite?) ; a little 
soda-lime feldspar (albite to oligoclase-albite.) Accessory: Magnetite. Sec- 
ondary: Kaolin, brownish-yellow fibrous hornblende on riebeckite, limonite (?). 
The contrast is largely between the black silicates and the gray of the quartz 


and feldspar. 
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The “light” of the same quarry (specimen D, ХХІХ, 79, f) is a similar 
granite of medium gray, inclining to dark shade without bluish or greenish 
or purplish tinge, with blue-black and very dark green spots, and of medium 
texture, with feldspar and riebeckite up to 0.4 inch. Its constituents are 
identical with those of the “medium” already described, except that the 
feldspar is in places stained with hematite, in others with limonite, proceeding 
from limonite associated with zircon, and that the aegirite appears to be 
slightly altered. Тһеге is some leucoxene adjacent to ilmenite. Тһе aegirite 
contains not a little magnetite. Fluorite is among the accessory minerals. 

The contrast between the black silicates and the other minerals in the 
"light" is greater than in the “ medium," because the feldspars are lighter. 

The “dark” (specimen 79, е) is darker than the “medium” and of the 
same shade as the “dark” of the Granite Railway quarry (68, b), page 329, 
but of marked purplish tinge. Its texture is medium to coarse. 

An analysis of a granite from this quarry is given on page 318. 

The quarry, first opened in a small way in 1790, but first operated by the 
Hardwick family in 1848, measured in 1906 about 300 feet east and west by 
150 feet across, and has now reached a depth of 150 feet. 

Rock structure: The sheets, 8 inches to 20 feet thick, usually increasing in 
thickness downward, but in places thin to a depth of 50 feet, are lenticular 
and horizontal. Joints (a) strike N. 80°-85° W., dip 55°-65° N., spaced 10, 
80, апа 60 feet, form a heading on the west wall. Joints (с) strike М. 30? W., 
dip 70° SW., spaced 5, 25, and 150 feet, form a heading 30 feet wide in east 
half of quarry. These joints are intermittent. The rift is reported as ver- 
tical, with a course about N. 30° W., and the grain as horizontal. The 
boundary between the “medium” and the “light” is irregular. Within the 
headings the stone has a marked purplish tint from hematite stain. There 
are rows of riebeckite particles up to 0.5 inch wide with a N. 85° W. course 
and а dip of 55° 8, There are also quartz veinlets with a М. 20° W. course, 
less than 0.1 inch thick, which in places give way to black silicates. In thin 
section this black part consists chiefly of quartz, aegirite, and magnetite, with 
a little zircon (in doubly terminated pyramids), purple fluorite, and carbonate. 
Aplitie knots of group 1, described on page 59, are up to 8 feet by 4 inches. 
Light-gray knots of group 2, with рогрһугібіс feldspar, occur also. Rusty 
stain along the sheet surfaces is from three-fourths inch to 6 inches thick. 

Transportation, by cart 1 mile to railroad and varying distances to local cut- 
ting sheds. 

The product is chiefly the “medium” but includes some “dark” and 
“light,” the last used for bases and hammered work. Specimens: Addition 
to Gore Hall at Harvard University, erected in 1870; customhouse at New 
Orleans; Lewis Cass monument at Detroit, Mich.; a 5-foot polished ball in 
Fairmount Cemetery, Newark, N. J. The firm supplies rough stock to concerns 
that finish it. 

The Galvin quarry is on the North Commons, between the Falconer and the 
Hardwick quarries. (See map, Pl. XXIV.) It is now abandoned. 

The granite is a riebeckite-aegirite granite of dark or medium gray color. 

Rock structure: There are pegmatite quartz veins at intervals of 2 to 10 
feet, striking М. 25° W. and dipping 50° S. 65° W. These veins, up to 1 inch 
thick, occupy the center of belts of light granite 10 inches wide and are crossed 
by vertical subjoints striking about north and not over 1 foot long. (See p. 40.) 

The product is carted to local cutters. 

The Falconer quarry (formerly McKenzie & Pattison) is on the North 
Commons. (See map, Pl. XXIV, No. 18.) Operators, Faleoner & Со. Quincy. 
This has on its northwest side quartz veins, like those of the Galvin quarry, 
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striking М. 50° W. and dipping 50° S. 40° W. forming the center of bands of 
whitish and brownish discoloration. 

'The quarry is 400 by 250 feet and 100 feet deep. 

The product is used for tombs and cemetery monuments. 

The Field & Wild quarry is on the North Commons between the Falconer 
quarry and Cranch Street. (See шар, Pl. XXIV, No. 20.) It is now abandoned. 

The granite, “dark,” “medium,” and “light,” is a riebeck:te-aegirite granite 
of dark and medium gray shades. 

The quarry, opened about 1840, measured in 1906 about 600 feet from 
northwest to southeast by 150 feet aeross and from 75 to 100 feet in depth. 

Rock structure: The rock surface on the northeast side dips steeply east, with 
sheets from 1 to 3 feet thick parallel to it. Some thin sheets occur also in the 
upper 20 feet on the southwest side. Joints (b), strike N. 15° E., dip 90° or 
steep, spaced 10 to 50 feet, occur at the northwest end only; joints (с), strike 
К. 15° W., dip 80° E., spaced 1 to 8 feet; joints (d), strike М. 45° E., dip 70°- 
85° М. 45° W., spaced 20 to 50 feet; (е), strike about N. 45^ W., dip 802-502 S. 
459 W., spaced 2 to 8 feet. Some intermittent joints are coated with riebeckite. 
The rift is said to vary greatly in direction both in the quarry and in different 
blocks. Numerous quartz veins like those at the Galvin and Falconer quarries 
strike about N. 45° W., dip 45° S. 45% W., spaced 2 to 25 feet. They are mostly 
crossed by subjoints 1 foot long, parallel to joints (c), an іпеһ or two apart. 
Some of them have a central fracture. In places they are only 0.02 inch thick, 
A thin section of one shows quartz crowded with cavities in intersecting streaks, 
erystals of ilmenite (probably), and carbonate. The hand specimen shows 
fluorite along the edge of the vein. Тһе feldspars adjacent to the vein are 
traversed by fibrous muscovite, also kaolinized, stained with limonite, and 
otherwise altered. (See p. 77.) Кпо up to more than 6 inches, some of them 
of group 2 (p. 59), with porphyritie feldspars, occur. 

The Wigwam quarry is on Willard Street, 570 feet south of West Quincy 
Station. (See map, Pl XXIV, No. 1.) This quarry was operated in 1906 by 
Badger Bros., but 15 now abandoned. 

Тһе granite, chiefly “dark” and “extra dark," with some “ medium" and 
"light," is a riebeckite-aegirite granite of dark, very dark, or medium bluish- 
gray color and of medium to coarse, even-grained texture. Its constituent 
minerals are similar to those of specimens D, XXVIII, 68, b (“dark”), and 
D, XXIX, 78, a (* extra dark "), described on pages 827, 829. 

A polished specimen (D, XXVIII, 73, а) of the “medium” shows the feld- 
spars ranging from a dark gray to a greenish medium gray, and cream-colored 
in spots owing to kaolinization. Тһе contrasts between the black silicates, the 
grayish quartz and feldspars, and the cream-colored parts of the feldspars are 
marked and give the stone a mottled appearance. 

An estimate of the mineral percentages made by applying the Rosiwal method 
to this specimen, with a mesh of 0.6 inch and total linear length of 20.4 inches, 
yields these figures: Feldspars, 69.51; quartz, 8.43; riebeckite and aegirite, 
22.06. 

The quarry, opened between 1820 and 1830, measured, in 1906, about 250 feet 
in a N. 65° W. direction, by 100 feet across, and from 100 to 160 feet in depth. 

Rock structure: The sheets at the surface, on the north and west sides, 1 to 3 
feet thick, dip 50° NE. On the south and east sides there are traces of sheet 
structure in the upper 40 feet but none below that. Joints (a), strike N. 83° Е. 
and vertical, are spaced 6 to 20 feet. Joints (b), strike N. 10? E. and vertical, 
are spaced 3 to 18 feet and form the southwest wall. Owing to its irregular 
sheets and the spacing of the joints this is technically a “boulder quarry.” 
The rift was reported as vertical, with an east-west course on the south side, 
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but on the north as dipping steeply north, and the grain as vertical north to 
south. Black knots are reported up to 6 by 2 feet. Greenish and muddy yellow 
knots of group 3, page 59, measure up to 1 foot in length by a few inches in 
width. Reddish and greenish spots (“ orei,” р. 78) occur in the upper 30 feet. 

The product consisted chiefly of ће “dark” and “extra dark” for monu- 
ments. Specimens: Polished columns in monument to Solomon Willard, archi- 
tect of Bunker Hill Monument, in Hall Cemetery, West Quincy; polished col- 
umns in New Orleans customhouse; polished ball, 6 feet 6 inches in diameter, 
in cemetery at Rock Island, Ш., a photograph of which is reproduced in Plate 
XXVI. 

The Reinhalter quarry is 570 feet south-southwest of West Quincy station. 
(See map, Pl. XXIV, No. 2.) Operator, J. S. Swingle, Quincy. 

The granite (specimen D, XXIX, 78, a), “extra dark," is a riebeckite-aegirite 
granite of very dark bluish-gray color and of medium to coarse, even-grained 
texture, with feldspars up to 0.5 inch and black silicates up to 0.3 inch. Its 
constituents, in descending order of abundance, are a dark and medium gray 
potash feldspar (orthoclase), mostly twinned, minutely intergrown with soda- 
lime feldspar, darkened probably by a black mineral in very minute particles; 
it incloses minute crystals of (A) 
riebeckite and grains of aegir- 
ite; smoky quartz with inter- 

Secting streaks and sheets of {е 
cavities, very minute black 2 
particles and isolated crystals e, 

of aegirite; blue-black riebeck- 

ite and green-black aegirite, in 

plaees intergrown; a little sep- 

arate soda-lime feldspar (al- 

bite to oligoclase-ablite.) Ас- \ 
севвоту: Zircon (rather abun- 

dant), ilmenite, and pyrite. 

Cracks in  orthoclase and 

quartz; түз at pen Figure 78.—Structure at Reinhalter quarry, West 
angles, probably rift and grain Quincy, Mass. 

eracks, contain or are crossed 

by secondary minute crystals of riebeckite. The feldspar is much darker on 
either side of these cracks. Secondary: Leucoxene and part of the riebeckite. 

The “ medium” of this quarry is a dark, very slightly greenish-gray stone of 
the same texture. Its shade is like the “medium” of the Hardwick quarry 
(p. 324), but its tint is different. It is darker than the “dark” of the Dell 
Hitcheock quarry but differs from that also in tint. 

The quarry, opened before 1871, measures 200 by 150 feet on one side and 200 
feet on the other and 250 feet in depth. 

Rock structure: The sheets, 14 inches to 20 feet thick, extend down 250 feet 
from the rock surface. At a point on the east side, 150 feet down, they dip east. 
On the south side, 175 feet down, they strike М. 85° W. and dip 959-859 S. 
Below that there is a sheet 55 feet thick. Joint and rift courses are shown 
in figure 78. Joints (A) dip 90°, form the north and south walls, and recur at 
intervals of 10 and 35 feet. At 35 feet from the north wall they form a 10-foot 
heading which extends from a point 100 feet below the surface to the bottom. 
Joints (B) are vertical, form the east wall, are intermittent, and are spaced 89 
and 60 to 70 feet. Тһе east wall is intersected by a wide heading striking М. 
20° E. and dipping steeply east. Joints (C) dip 90? and form the west wall. 


N. wall 


(А) М. 85°- 90° үу, 


- М. DWE 


E. well (part) N. 


S. wall 
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Joints (D) аге vertical and exceptional. In about the center of the top of the 
north wall is a 25-foot heading, which at a point 50 feet down disappears behind 
it. The heading (A) has “ dark” and “medium” granite on its south side and 
“extra dark” on its north side. Тһе sheets at a point 175 feet down are inter- 
sected by several convex southward-curving partings, “toenails.” The rift is 
reported as 90? below, but not quite 90? near the surface, and the grain as 
horizontal. Black knots are usually but a few inches in diameter, but some 2 
feet by 1 foot 6 inches are reported. Gray knots are from 0.5 to 8 inches. Rusty 
stain measures up to 3 inehes on joint faces, but down to 0.5 inch on sheet faces 
near the bottom. 

Transportation, by a siding at the quarry, by cart one-fourth mile to cutting 
shed, and a shorter distance from shed to railroad. 

The product consists of ‘ extra dark,” “ dark,” and “medium,” but most of 
it is “extra dark.” It is used for monuments and columns. The largest block 
obtained weighed 50 tons. 

The Swingle quarry is about 600 feet southwest of West Quincy station and 
adjoins the Reinhalter quarry on the west. (See map, Pl. XXIV, No. 3.) 
Operator, J. S. Swingle, Quincy. 

The granite (specimen D, XXVIII, 72, a), “extra dark,” is a riebeckite- 
aegirite granite of very dark bluish-gray color and of medium to coarse, even- 

grained texture, with feldspars 
(A). Heading — N up to 0.5 inch and black sili- 
cates up to 0.8 inch. Its con- 
stituents are like those of the 
stone in the adjacent Reinhalter 
quarry (specimen 78, a). 

'The contrast in the polished 
stone is confined to that ђе 
tween the black silieates and the 
dark gray of the other minerals. 

An estimate of the mineral 
percentages in specimen 72, a, 
by the Rosiwal method, with а 
mesh of 0.5 inch and a total 
\ linear length of 20 inches, 
FrGUnE 79.—Strueture at Swingle quarry, West Yields these results: Feldspars, 

Quincy, Mass. 56; quartz, 33,50; riebeckite 
and aegirite, 10.50. 

Тһе quarry, opened about 1846, measures about 200 feet from north to south, 
by 175 feet across and 250 feet in depth. 

Rock structure: Irregular horizontal sheets are apparent only to a depth of 
100 feet, below which joints and headings predominate. This is a boulder 
quarry and its management is difficult. Joint and rift courses are shown in 
figure 79. (A), vertical or dip 75° S., form a heading on the north wall and 
are spaced 10 to 80 feet. (0), vertical, form a heading on the east, 30 feet 
wide, which separates this from the Reinhalter quarry. (D), diagonal, form 
a heading on the west wall dipping 75° SE. and another extending from east 
to south wall. They are spaced 2 to 10 feet and some dip 90°. (B), also 
diagonal, dip 70? E., form a heading intersecting the south wall and another at 
the northwest corner. The rift is reported as vertical with a north-south 
course west of heading (C), but with an east-west course east of it. This 
anomaly may be due to faulting. Knots, green or black, are reported as meas- 
uring from 6 inches to 2 feet in diameter. Rusty stain is from 0.5 to 2 inches 
thick on sheet surfaces at the bottom. 
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Transportation, by railroad s'ding for out of town shipments but by cart 
about 1 mile to local dealers. 

Тһе product is used mostly for monuments. Shipments have been made to 
Connecticut, Rhode Island, New Hampshire, Maine, New York, New Jersey, 
Pennsylvania, Delaware, Ohio, Indiana, Illinois, Michigan, УУ всопвіп, and 
Missouri. 'The usual maximum s:ze of blocks quarried is 150 cub'c feet, but 
blocks 40 by 6 by 8 feet are obtainable. 

Тһе Berry quarry has also been operated by J. S. Swingle since 1914. 

The Granite Railway quarry derives its name from a primitive railroad 
constructed in 1826 to bring the granite for the Bunker Hill Monument from a 
neighboring opening to tidewater at Neponset River. Тһе quarry now worked 
is about 1,050 feet west-southwest of West Quincy station. (See map, РІ. 
XXIV, No. 4.) Operator, Granite Railway Co., Quincy. 

The granite (specimens, D, XXVIII, 68, b, h), “ Quincy dark-blue railway,” 
is a riebeckite-aegirite granite of dark blu:sh-gray color and medium to coarse, 
even-grained texture, with feldspars up to 0.5 inch and black silicates up to 
0.8 inch. Its constituenis, in descending order of abundance, are a dark bluish 
to greenish gray, black-streaked potash feldspar (ог ћосјаве), in twins, mi- 
nutely intergrown with soda-lime feldspar, apparently darkened by micro- 
seopie black particles and also somewhat kaolinized, containing blue-brownish 
crystals of riebeckite down to 0.009 millimeter long, also irregular particles of 
green aegirite and some slender ones up to 0.37 millimeter long arranged either 
along the twinning plane or the plane of intergrowth with the soda-lime feld- 
spar; the black streaks are due to clusters of radiating fibrous crys:als of a 
brown hornblende; smoky quartz with intersecting streaks or sheets of cavities, 
from less than 0.0028 to 0.0085 millimeter, also with aboundant microscopic 
black particles; blue-black riebeckite and green-black aegirite, largely inter- 
grown; basal sections of the aegirite appear corroded; separate soda-lime feld- 
spar (albite to oligoclase-albite) in very small amount. Accessory: Птепке, 
zircon in doubly terminated pyramids, apatite. Secondary: Kaolin, leucoxene, 
hematite and limonite stain (rare), brown hornblende, and, as shown by test, 
calcite. 

The contrast between the smoky shade of the quartz and the slightly bluish 
to greenish gray of the feldspar is small. It lies mainly between these and the 
black silicates. 

An estimate of the mineral percentages by the Rosiwal method yields the 
following results, with a mesh of 0.4 inch.and a total linear length of 71.2 
inches: Feldspars, 58.79; quartz, 38.74; riebeckite and aegirite, 7.47. Of course 
the last figure does not include the microscopic particles of the two black 
silicates. 

E. С. Sullivan, a chemist of this Survey, extracted 0.13 per cent of СаО (lime) 
from this granite by means of hot dilute acetic acid, which indicates the pres- 
ence of 0.25 per pent of СаСО: (calcium carbonate, calcite). 

The “ extra dark” of the same quarry (specimen D, XXVIII, 68, c) is darker 
than 68, b, but a trifle lighter than the “extra dark" of the Swingle quarry. 
The feldspar seems to be darkened by more brown hornblende and more 
abundant other black particles. There is also a dark orange-colored hornblende. 
The minute riebeckite crystals and long, slender aegirite particles are both 
arranged with reference to the twinning of the feldspars. Ап aegirite particle 
(0.2 by 014 millimeter) coated with radiating crystals of riebeckite (up to 
0.09 millimeter long) oceurs within a quartz area. Purple fluorite is mingled 
with the reibeckite. 

The quarry, opened in 1826, is roughly T-shaped, the top of the T measur- 
ing about 800 feet М. 75% W. by 450 feet М. 10? E. and the stem being about 


880 COMMERCIAL GRANITES OF NEW ENGLAND. 


250 by 20 feet. Its depth ranged in 1906 from 50 to 70 feet, but 30 feet of 
госк had been removed from the present edge of the quarry. In 1906 a mass 
about 100 feet square, rising 30 to 40 feet above the edge and devoid of sheet 

strueture, projected into the quarry west of the stem of the T 
Rock structure: А 15-foot diabase dike dipping 60? NNE., with a greenish 
rim a foot thick on its underside, bounds the quarry on the southwest. (See 
p. 52.) Тһе granite under the dike has three sets of joints, one dipping about 
50° in the opposite direction, one parallel to the dike, and a third striking N. 
22° E. with the dip of the dike. In places the sheets are regular, in other 
places they are short lenses, and in others they are altogether absent. This is 
a boulder quarry. The courses of dike, joints, and rift are shown in figure 80. 
Joints (A), dip 55° SW., form a heading on the northeast, and are spaced 1 to 12 
feet; (B), vertical, form the east and west walls and are spaced irregularly 
up to 800 feet; (C), diagonal and dipping 70° W., form a heading at the west 
angle of the T in the projecting mass; (D), diagonal, dip about 55° Е., coated 
with riebeekite and hence called * black seams " (see p. 82), oceur intermittently 
on the south side of the quarry. Тһе rift is reported as vertieal, with a М. 
80% W. course, and the grain as also vertical at right angles to it, but feeble. 
In the western part of the top of the T 


Н there is а mass of hematitie and chlo- 

(0, | ritie granite (“огеї”) extending 80 

4 & feet down trom the surface. This is 

%, ш 19 described fully on page 78. Knots of 

A. 5 ds dark-gray shade measure up to 12 by 6 

азе dika inches. Rusty stain is from 8 to 12 

mete) inches thick on joint and sheet faces in 
m 8nd =! the deeper part of the quarry. 

Ус. Ух? This company operates another quarry, 

opened in 1905, known as No. 4, Nos. 1, 

2, and 8 beng designations of parts of 

P | tne last quarry. Ко. 4 lies west of the 

S = ај quarry and measured in 1906 

Я ibout 200 feet №. 15° E. by 75 to 100 


EIGURE: 80.—Structure at Granite Rail- feet east and is from 15 to 40 deep. 

way quarry, West Quincy, Mass. The sheets, 6 inches to 8 feet thick, are 

horizontal or dip north with the hill 

surface. The Bunker Hill quarry, which furnished stone for the Bunker Hill 

Monument, lies about 1,800 feet south of No. 4, but is now idle. (See map, 
РІ. XXIII.) 

Transportation, by siding to New York, New Haven & Hartford Railroad, 

Тһе product is used mostly for monuments and polished building fronts. 
Specimens: Bunker Hill Monument; a polished monument 28 feet high to 
W. C. Whitney, former Secretary of the Navy, at Woodlawn Cemetery, New 
York. 'The waste is used for.cellar stone, riprap, and paving. 

The Lepage quarry is between the Granite Railway and the Cashman 
quarries. (See map, Pl. XXIV, No. 5.) It has now been abandoned. 

The granite (specimen D, XXVII, 76, a), “ extra light," is a riebeckite-aegirite 
granite of light pea-greenish color and medium to coarse, even-grained texture, 
with feldspars up to 0.5 inch and black silicates to 0.4 inch. Its constituents, 
in descending order of abundance, are a light pea-green potash feldspar (ortho- 
clase, mostly twinned), minutely intergrown with soda-lime feldspar, some- 
what kaolinized and contains more fine grains of aegirite than the gray 
granites of the region, but contains far fewer minute crystals of riebeckite ; 
the aegirite is likely to be parallel to the twinning plane of the 
orthoclase or the plane of intergrowth of the two feldspars; amethystine 
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quartz, showing effects of strain and containing intersecting streaks and sheets 
of cavities, also minute black particles; blue-black riebeckite and green-black 
aegirite, in places intergrown; soda-lime feldspar (albite to oligoclase-albite). 
Accessory : Zircon, pyrite, fluorite. Secondary: Kaolin, carbonate, limonite, 
slender crystals of orange-yellow hornblende radiating from aegirite particles. 

As pointed out on page 77, the peculiar color of this granite and its feldspar 
seems to be due to the abundance of fine grains of aegirite and to the absence 
or alteration of the minute riebeckite crystals. Kaolinization has also light- 
ened its color. Blocks of the pea-green stone bordered by bright yellowish-brown 
stain afford striking contrasts: (specimen D, XXVIII, 76, b). It takes a poor 
polish and is used only for bridges, curbing, paving, etc. On the north side 
of the quarry there is some * dark " adapted to monumental work. 

Тһе quarry, opened in 1905, measured in 1906 about 100 feet north to south 
by 60 to 80 feet across and from 30 to 45 feet deep. 

Воск structure: The sheets, 1 to 5 feet thick, dip 10? S. Joints (a), strike 
М. 80°-85° W., dip 709-809 N., form the south wall, spaced 4 to 10 feet; (b), 
strike N. 15? W., dip 90° and 70? E., form the west wall and a heading on 
the east wall, spaced 3 to 10 feet. Тһе rift is reported as 90°, with an east- 
west eourse, and the grain as vertical, north-south. 

The Cashman quarry is about 1,800 feet west of the West Quincy station. 
(See map, Pl. XXIV, No. 6.) It is now abandoned. 

The granite, “extra dark," “medium,” and “extra light," is a riebeckite- 
aegirite granite of very dark or medium bluish-gray or of light pea-greenish 
color, and of medium to coarse, even-grained texture. Its constituents cor- 
respond to those of the several varieties of Quincy granite as described on 
pages 77, 819. 

Тһе quarry, opened about 1876, is of irregular area owing to several offsets 
or projecting parts on the north, east, and west sides. It was іп 1906, roughly, 
about 850 feet north to south by 225 feet across and from 70 to 100 feet deep. 

Rock structure: Тһе sheets, 1 to 5 feet thick, are lentieular and flat on the 
south side, but dip north at the north. Joints (a) strike about east, dip steep 
north or south, form a heading on the north side, and are spaced 10 to 75 
feet. Joints (b) strike about north, dip 90°, form headings on east side and 
35 feet west of it, and are spaced 10 to 30 feet. The rift was reported as 
vertical, about east-west, but in places steep north or south. When split from 
the side, the rift in those places is vertical. The grain is said to dip steeply, 
with.north-south course. А workman stated that the rift in the “ extra light” 
was superior to that in the dark stone, and the blocks in sight showed smooth 
rift breaks. 'The *extra light" oceurs at both north and south ends of the 
quarry, and the dark in the center. Near a heading at southeast corner the 
granite is hematitie (*orei"). (Зее р. 78.) Rusty stain is from 1 to З inches 
thiek on both light and dark stone. 

Transportation, by cart 2 miles. . 

The product is monumental and bridge work. Specimen structures: Arch 
bridge across Furnace Brook Parkway, West Quincy; five bridges between 
South Braintree and Whitman, on the Plymouth division of the New York, 
New Haven & Hartford Railroad. 

The Savo quarry is about four-fifths mile west-northwest of West Quincy 
station. (See map, Pl. XXIV, №. 8.) It is now abandoned. 

The granite (specimen D, XXIX, 84, a) is an altered riebeckite-aegirite 
granite of pinkish medium-gray eolor and medium to coarse, even-grained tex- 
ture, with feldspars up to 0.5 inch and greenish silieates up to 0.2 inch. Its 
constituents are, in descending order of abundance, light-pinkish, not trans- 
parent potash feldspar (orthoclase), twinned, with minutely intergrown soda- 
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lime feldspar, considerably kaolinized but containing no riebeckite; its pinkish 
color must be attributed to hematite, arising either from the oxidation of FeO: 
in the feldspar or of magnetite in the other particles; smoky quartz with inter- 
secting streaks or sheets of cavities and minute black particles; riebeckite and 
aegir te altered to quartz, magnetite, carbonate, epidote and in some cases. 
chlorite; a little soda-lime feldspar (oligoclase-andesine). Accessory: Zircon 
(rather large), fluorite. Secondary: Kaolin, carbonate, magnetite (some іп 
crystals), chlorite, hematite. (See further on this granite p. 78.) The pink 
tint fades somewhat on exposure. 

The quarry, opened in 1905, measured then about 185 feet N. 55° W. by 50 
feet across and 40 feet in depth. 

Rock structure: The sheets, 1 to 8 feet thick, dip 45° N. 25° E. Joints (a) 
strike М. 70° W., dip about 60° N. 20? E. and S. 20° W.; (с) strike М. 30° 
W., dip 90° and steeply west. Тһе pink granite occupies the south half of the 
quarry and the pea-green the north half. The rift is reported as vertical, 
north-south, and the grain as horizontal. Rusty stain is 8 to 12 inches thick. 

Transportation, by cart 14 miles to West Quincy. 

Тһе Gold-leaf quarry is 4,500 feet N. 80? W. of the West Quincy station. 
(See map, Pl. XXIV, No. 7.) Operator, Quincy Quarries Co., Quincy. Quarry 
not operated in 1917—18. 

The granite (specimens D, XXVIII, 71, a, b), “gold-leaf Quincy," is a 
riebeckite-aegirite granite of medium bluish green-gray color (a trifle lighter 
than 67, e, the “light” of Dell Hitcheock quarry), speckled with black and 
yellow-brown. Its texture is medium to coarse, even-grained, with feldspars 
up to 0.5 inch, black silicates to 0.3 inch, and yellow-brown stains to 0.5 inch, 
but the quartz areas are finely granular. Its constitutents, in descending order 
of abundance, are medium bluish green-gray potash feldspar (orthoclase), 
twinned, minutely intergrown with soda-lime feldspar, in places granulated, 
somewhat kaolinized, and containing many minute crystals of riebeckite and 
fine grains of aegirite, to both of which the feldspar owes its peculiar color; 
quartz, clear to light smoky, almost without cavaties, all granulated in particles 
mostly under 1 millimeter, rarely 2 millimeters in diameter; blue-black 
riebeckite and green-black aegirite, in places associated with limonite (and 
hematite?) ; soda-lime feldspar (albite and probably oligoclase-albite) in small 
amount. Fluorite is accessory. Secondary limonite occurs in irregular areas, 
mostly not related to the particles of black silicate, and this produces the 
yellow-brown stains. { 

An estimate of the mineral percentages by the Rosiwal method, with а mesh | 

of 0.5 inch and a total linear length of 74 inches, yields these figures: Feld- 
spars, 67.87; quartz, 23.01; riebeckite and aegirite, 9.62. As compared with | 
the percentages in other Quincy granites these approximate those of the Wig- | 
wam quarry stone. This is the lightest of the Quincy monumental granites. 
The contrasts between the light bluish-green of the feldspar and the black 
particles and the yellow-brown stains are marked. The minute particles of 
granulated quartz reflect the light and, as it were, spangle the surface, and 
where the limonite stain coincides with the quartz areas the yellow-brown 
spots are the more conspicuous, hence the trade name “ gold-leaf.” It takes a 
high polish, but as small pits are likely to appear in the quartz owing to the 
dropping out of minute quartz particles, it seems better adapted to indoor 
ornamentation. 

The quarry in 1906 was about 125 feet square and from 20 to over 50 feet 
in depth. 

Rock structure: Joints (a) strike N. 80° W., dip vertical and steeply north, 
form the north wall, spaced about 50 feet; (е) strike N. 10° W., dip 30° E., 
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form three headings іп the east half and are spaced 4 to 15 feet. These арраг- 
ently serve as sheets. Fine-grained gray knots of group 1 (p. 59) are 6 inches 
in diameter. 

Transportation, by sidings connected with Granite branch of New York, New 
Haven & Hartford Ra:lroad, as shown in Plate XXIV. 

Product: The last building of any importance made from this stone is that 
of the Carnegie Institute at Pittsburgh, Pa. 

Тһе Rogers quarry is at the north foot of the Blue Hills, 1,500 feet north- 
west of West Quincy station, on Willard Street. (See map. Pl. XXIV, No. 9.) 
Operator, Quincy Quarries Со., Quincy. 

The granite (specimen D, XXVIII, 70, d), “extra dark," is a riebeckite- 
aegirite granite of very dark purplish-gray color and of medium to coarse 
texture, with feldspars up to 0.5 inch and black silicates up to 0.8 inch. Its 
constituents are like those of the Reinhalter and the Granite Railway “ extra 
dark" granite, described on pages 827, 329. Тһе feldspars have more whitish 
kaolinized streaks, hence the general shade is slightly lighter than that of 
the granites referred to (78, a, and 68, с), and minute ћета е stains account 
Тог its more purplish hue. This quarry also yields the “ dark.” 

The quarry, opened in 1832, measured in 1906 about 600 feet from north to 
south by 175 feet across and from 40 to 150 feet in depth. 

Rock structure: The sheets are short and thick lenses, which render the 
structure obscure and irregular. (The structure is given in fig. 12 of U. S. 
Geol. Survey Bull. 354, 1908.) Joints (A) dip 90° or steeply north and are 
spaced 10 to 20 feet. (В) dip steeply east, form headings on east and west 
walls, and are spaced 10 to 20 feet. (C) dip 50° E., form a heading at the 
northwest corner, the faces of which are coated with riebeckite, and are spaced 
6 inches to 4 feet. (See on these black joints, p. 82.) This heading inter- 
sects a heading of (В). (D), diagonal, dip 40° S. 45° W., are расей 2 to 20 
feet. At the south end several faces dipping 30°-60° М. may belong to (А). 

The rift is reported as vertical, with east-west course, and the grain as 
also vertical, at right angles, but feeble. 

А basic dike, 2 feet thick, at the north end dips 65° N. Fine-grained aplitie 
knots probably of group 1 (p. 59) occur. The largest reported was 3 by 13 
feet. Rusty stain is 1 to 12 inches thick. In places all the granite to a depth 
of 30 feet is somewhat stained, but in others good stone oceurs at the top. 
At the south end, west side, the granite upon exposure discolors readily to а 
medium, slightly olive-gray. Specimen D, XXVIII, 70, b, describe on page 78, 
had been exposed three years at a point 30 feet down. In thin section the 
stain is seen to proceed from particles of riebeckite and aegirite. 

Transportation, by siding from New York, New Haven & Hartford Railroad. 

The product is used for monuments and the waste for road materiul, ete. 

The Mount Pleasant quarry is at the northwest ivot of the Blue Hills, 
in Milton Township, on Lyman Road, off Pleasant Street. (See map, Pl. 
XXIV, No. 11.) 'The quarry was operated in 1906, but is now abandoned. 

The granite (specimen D, XXIX, 85, a), “dark Quincy," is а riebeckite- 
aegirite granite of dark bluish-gray color, a trifle lighter than 68, b (“ dark-blue 
railway ") and with a more bluish tinge. Its texture is medium to coarse, even- 
grained, with feldspars up to 0.5 inch and black silicates to 0.3 inch. Its 
constituents, in descending order of abundance, are a medium to dark bluish- 
gray potash feldspar (orthoclase, mostly twinned), minutely intergrown with 
soda-lime feldspar, in places somewhat kaolinized, with unusually abundant 
minute crystals of riebeckite and some particles of aegirite, also minute 
orange-colored hornblende crystals; quartz, dark smoky, with very slight bluish 
tinge, containing minute cavities and black particles in intersecting streaks 
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and sheets; blue-black riebeckite and green-black aegirite, in part intergrown; 
soda-lime feldspar (albite and probably oligoclase-albite) in very small 
amount. Accessory: Fluorite, allanite. Secondary: Kaolin, calcite, limonite, 
and probably the orange-colored hornblende. 

The blueness of this stone is clearly due to the abundant riebeckite crystals 
in the feldspars. This comes out on the polished face. (See specimen 88, a, 
which is identical but from the adjoining quarry, described below.) 

George Steiger, chemist, of this Survey, extracted from this granite by 
means of hot dilute acetic acid 0.15 per cent of CaO (lime), which indicates a 
content of 0.26 per cent of СаСОз (calcite). Thin sections also show calcite. 

The quarry, opened in 1901, measured in 1906 about 125 by 100 feet and 
100 feet in depth. 

Rock structure: The sheets, 5 to 27 feet thick, are horizontal and turn to 
dip gently east. Some of the sheet surfaces on the west side are coated with 
riebeckite. (See p. 82.) Joints (b), strike М. 10° Е., dip 90° and steeply east, 
form the east wall, spaced 5 to 11 feet; (a), strike N. 60° W., form a heading 
on the south side, spaced 2 to 15 feet; (e), diagonal, strike about northwest, 
form a heading near the west wall, which has a dark-bluish stone northeast of 
it but inferior light stone southwest of it. Black riebeckite-coated joint and 
sheet faces abound in this part. The rift is reported as vertical, with a nearly 
№. 10° E. course. Rusty stain is up to 2 inches thick on the lower sheets. 

Transportation, by cart 23 miles to railroad at West Quincy or 8 miles to 
eutting sheds at Quincy. 

Тһе chief product was used for monuments. 

The Maguire & O'Heron quarry is at the northwest foot of the Blue Hills, 
in Milton Township, about 800 feet southwest of the Mount Pleasant quarry, 
off Pleasant Street. (See map, Pl. XXIV, No. 10.) Тһе quarry was operated 
in 1906, but is now abandoned. 

The granite (specimen D, XXIX, 88, a), “dark Quincy," is a riebeckite- 
aegirite granite of dark bluish-gray color like that of the adjoining Mount 
Pleasant quarry (specimen 85, a). Its texture and constituents are also 
identical. 

Тһе polished face brings out the marked bluish tinge of the feldspars, which 
are streaked with whitish kaolinized parts and contrast somewhat with the 
smoky quartz, but much more with the black silicates. This stone differs from 
the “dark-blue railway " (specimen D, XXVIII, 68, h, p. 329) by its slightly 
more bluish tinge, which is due to the greater abundance of microscopic rie- 
beckite crystals in the feldspars. 

An estimate of the mineral percentages by the Rosiwal method, with a mesh 
of 0.5 inch and a total linear length of 20 inches, yields these figures: Feld- 
spars, 55.80; quartz, 33.10; r:ebeckite and aegirite (excluding microscopic 
particles), 11.10. 

The quarry, opened in a small way about 1882 but in a larger way in 1901, 
measured in 1906 about 250 feet N. 35° E. by 75 to 150 feet across and 70 feet 
in depth. 

Rock structure: The sheets, 8 to 15 feet thick, dip up to 20° SW. Joints (b), 
strike north, dip steeply east, form a 50-foot heading on the southwest wall, 
spaced 3 to 20 feet; (с), strike М. 20°-25° W., dip 75° ENE., form a heading in 
the middle of the south end; (d), strike N. 35^ E., dip 90° to steep west, form 
the east and west walls, spaced 3 to 100 feet. 'The rift is reported as nearly 
vertical, with a north strike, and the grain as horizontal Quartz veins, 1 to 3 
inches thick, dipping 30? SE. and inclosed in belts of whitish discoloration, recur 
atintervals of 8 to 18 feet.. (See pp. 825-826.) Rusty stain 3 to 18 inches thick 
on the lower sheets. 
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The product was used mostly for monuments and the waste for cellar stone, 
Specimen monuments: Bradley monument, Purdy Station, N. Y.; monument 
to Samuel Neilson, at Poughkeepsie, N. Y.; Long monument at Mansfield, Ohio; 
Patterson monument at Ashland, Pa.; Meehan monument at St. Joseph’s 
Cemetery, Boston; and Mead Chapel, Lake Waccabuc, М. Y. 

The Sartori quarry is on Pine Hiil, on the southeast side of the Blue Hills, 
in Quincy Township, close to the Braintree line. (See map, Pl. XXIV, No. 12.) 
It is now abandoned. 

The granite (specimen D, XXIX, 82, a) is an altered riebeckite-aegirite 
granite of very dark, dull greenish to brownish gray color, almost without con- 
trasts, and of medium to coarse, even-grained texture, with feldspars up to 
0.5 inch and altered black silicates up to 0.8 inch. Its constituents, in descend- 
ing order of abundance, are a dark greenish to brownish gray, nearly opaque 
potash feldspar (orthoclase), twinned, some of which is minutely intergrown 
with soda-lime feldspar, mostly much kaolinized and in places much micacized, 
and here and there stained with hematite (no aegirite or riebeckite crystals 
were detected in it); smoky quartz, in places pinkish from hematite stain, 
with intersecting streaks or sheets of cavities and minute black particles; rie- 
beckite and aegirite particles completely altered to masses of greenish biotite, 
magnetite (mostly octahedral), carbonate, and quartz with some chlorite or 
delessite; very little soda-lime feldspar (oligoclase). Accessory: Magnetite, 
zircon, allanite, fluorite. There are also brownish balls (spherulites) of radiat- 
ing fibrous crystals, 0.02 to 0.1 millimeter in diameter, some of which polarize 
like zircon, Secondary: Biotite, a white mica, carbonate, chlorite or delessite, 
hematite, magnetite. 

This granite differs by its greenish-brownish color from all the other Quincy 
granites, although microscopically it approaches the pinkish of the Savo quarry 
(р. 881), but it differs from that by the different alterations of its feldspars and 
black silicates. 

The quarry measured in 1906 50 by 30 feet and 15 to 20 feet in depth. 

The product had been found adapted only to bases, curbing, and paving. 

The Stacy quarry is in Braintree Township just beyond the Quincy line, 
about a mile south of Quincy station. Operator, J. Stacy, South Quincy. 

The granite (specimen D, XXXVIII, 23, а), “red Braintree,” is (probably) 
an altered riebeckite-aegirite granite. It is of dull medium reddish-gray 
color with weak contrasts and of coarse, even-grained texture, with feldspars 
up to 0.5 inch, Its constituents, in descending order of abundance, are dull 
pinkish medium-gray orthoclase and microperthite, much kaolinized; medium 
smoky quartz with fluidal cavities; and very little plagioclase. Хо other sli- 
cates detected (r'ebeckite and aegirite probably decomposed). Accessory: 
Magnetite in cubes and octahedra, pyrite. Secondary: Kaolin, carbonate, 
hematite, limonite stain. 

The quarry was opened in 1915 and is small. 

The product is used for monuments. 


PLYMOUTH COUNTY. 


The granites of Plymouth County cover very small areas and are not shown 
on the geologic map of the State in Bulletin 597. 


BROCKTON. 


The Brockton Heights quarry was on Pearl Street, Brockton Heights, 
about 23 miles west of Brockton station in the same township. (See Dedham 
topographic map, U. 6. Geol. Survey.) 
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This quarry was abandoned in 1914 and the property cut up into house lots. 
Тһе gran:te is described because of its exceptional character. 

Тһе granite (specimen D, ХХХ, 130, a), is а biotite-hornblende (or altered 
augite-hornblende) granite of light greenish-gray color with large pink spots 
and matrix of medium texture (feldspars up to 0.8 inch and mica up to 0.2 
inch) and with porphyritic light-pink feldspars up to 0.8 inch. The constituents 
of the matrix, in descending order of abundance, are milk-white to greenish 
soda feldspar (albite), much micacized ; clear colorless to slightly milky quartz 
with cavities in sheets; chlorite, probably after biotite (possibly after augite) ; 
a little microperthite (potash feldspar, microcline, minutely intergrown with 
soda. feldspar, albite, kaolinized, with epidote and zoisite in microscopie par- 
ticles) ; and yellow hornblende in fibrous radiating crystals. The large pink 
erystals are also microperthite and contain sparse groups of yellow hornblende 
crystals. Accessory: Magnetite, titanite. Secondary: Epidote, zoisite, plentiful 
carbonate, chlorite, a white mica, kaolin, quartz. There are veinlets of car- 
bonate, epidote, and quartz. Effervesces with muriatic-acid test. 

Sheet and joint structure were found to be defective, and there was no per- 
ceptible rift or grain. 

Specimen of product: Mattapan station on New York, New Haven & Hart- 
ford Railroad. 

HINGHAM, 


The Hingham seam-face quarries are in Hingham Township, 33 miles 
8, 15° W. of Hingham station and about three-fourths mile southeast of 
Lovell Corners. (See Abington topographic map, Т). 8. Geol. Survey and РІ. 
XXIII.) Operator, Plymouth Quarries, Inc., 6 Beacon Street, Boston. 

The granite (specimens D, ХХХ, 124, a, b), * Hingham,” is an aplite of light, 
slightly greenish-gray color and of fine, slightly porphyritie texture, with feld- 
spars up to 0.2 inch. Its constituents, in descending order of abundance, are 
milk-white soda-lime feldspar (oligoclase-albite), much kaolinized and mica- 
cized and a little epidotized, the alteration proceeding from within the crystals 
outward; clear colorless quartz, with cavities, rare particles of smoky quartz 
up to 0.1 inch; pale-greenish potash feldspar (microline), a little kaolinized ; 
very little biotite, and more of chlorite after biotite, both in small particles 
and sparse. Accessory: Pyrite, plentiful, and magnetite. Secondary: Kaolin, 
a white mica, chlorite, and epidote, mostly about the chlorite. No effervescence 
with muriatic-acid test. 

The following analysis of the fresh aplite made in 1900 by F. J. Moore and 
given іп a report made to the company by У. О. Crosby and С. F. Loughlin 
is published here for reference: 


Analysis of aplite from Hingham, Mass. 


Silica) (SION а ағы eet маша et ib. m eres 74. 06 
Amna GAMO; est eet Se” Se ojo 3 fer eee 14, 45 
Ferrous oxide Сејо а ese Se eee 1, 44 
Peric oxide (Eoj05). а ва Sea ен нр ты: in r0. а 219 
ПРОВАНСА а у, rear dete т ілесе т ocn Mee emt 4.86 
ова КО) оси іне. x99 397097 жапан л МУЗ. До 4. 74 
Lime- (Сао): нш: Арасан Ui ы gine ала sg neos 1.08 
Матеа мео) зала rgo ДЕНА “есі боле eee 'Trace. 
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The 0.02 per cent of sulphur is equivalent to about 0.04 per cent of pyrite. 
Traces of manganese and рһоврһогіс acid were noted. 

Тһе same report gives the following additional determinations made by А. A. 
Blanchard in 1910: 


Water below. 1105.04 саса n if tenes oa аби 0.041 
Water above 109: Qa elt. ынталан ath Sey цртана asks .456 
Carbon; dioxide" (GOs) cre aer лама ны! Peut tc . 018 
Iotalcpynitec(i(FeS) uocis залдан айланы ір ыты .10 
Material soluble in water . 08 
Material soluble in carbonic а614_________________--____-__ . 13 


Tests made at the “Watertown Arsenal in 1910 on specimens of the fresh 
aplite show a crushing strength ranging from 32,900 to 39,800 pounds to the 
square inch. Tests of the transverse breaking strength of the fresh aplite 
made for the company by Crosby and Loughlin gave these results: 


Results of tests of breaking strength of aplite from Hingham, Mass. 


vire A 
Number | 2126 0 Span | Maximum load | син 
beams | pr | strength 
of tests. (inches). | (inches). (pounds). | (pounds per 
| | square inch). 
CUT T SEE EE >. = = ns 
4 3 by 6 | 12 10, 090-22, 310 3, 320-3, 770 
4 4by8 | 12 | 20,610-49,420 | 2,950-3,470 
| 2 4by8 | 19 | 16, 820-17,700 | 3,400-3,660 
General average DET 24 мат о аи 3,440 


In comparison with these results two Watertown Arsenal tests of “ Rock- 
port granite," 4 by 8 inch beams and 19-inch span, show transverse breaking 
strengths of 2,404 to 2,416 pounds; and one of Milford (Mass.) granite, 1,745 
pounds. 

Tests of porosity and absorption made for the company by Crosby and 
Loughlin on four 3-inch cubes of the rusty aplite show from 0.285 to 0.371 рег 
cent, or 0.04 to 0.55 gram per square inch of surface. In these tests the cubes 
were first dried at 110? C. for 24 hours, weighed, soaked for 48 hours in dis- 
tilled water, the first two hours in boiling water, and then weighed again 
after removing excess water. Similar tests with two 4-inch cubes of the fresh 
aplite, which, however, were soaked for six weeks instead of two days, showed 
only 0.0052 gram per square inch of surface. 

Тһе specifie gravity of the fresh aplite was found by the same persons to be 
2.687, which corresponds to a weight of 164.8 pounds to the cubic foot. 

The quarries, begun many years ago for rough-faced stone but only in 1891 
for seam-faced stone, comprise three openings. Тһе largest (No.1) was іп 1910 
150 feet square and 25 to 45 feet deep. Хо. 8, 600 feet 8. 80° Е. of Хо. 1, was 
75 by 80 feet and 10 to 20 feet deep. 

tock structure: At the largest opening the sheets, very imperfectly devel- 
oped and 4 inches to 6 feet thick, dip 5°-20° NW. There are five sets of 
joints— (a), vertical, strike М. 25° E., forms a wide heading with joint spaces 2 
inches to 2 feet 6 inches; (5), strike М. 25° W., dip steep М. 65° E., spaced 10 
to 30 feet; (c), strike М. 55° W., dip 70° N. 35° E., only two 2 feet apart; (d), 
strike М. 30? W., diagonal to quarry, dip steep S. 607 W., one only; (в), strike 
М. 77° W., dip steep М. 18° E., forms the north and south walls. 
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At opening No. 3 there are no sheets whatever. Joint (а) forms a heading 
with spacing 8 inches to 3 feet; (b) dips 75% S. 65° W. to 90° and is spaced 10 
to 30 feet; (c) dips 40? S. 85° У. 

All these sheet and joint faces are more or less stained with limonite from 
0.06 to 2 inches thick, due to the oxidation of the somewhat plentiful pyrite. 
There are grayish knots up to 0.5 inch, rarely 2 by 10 inches. 

Owing to the hardness of the granite, the scarcity of sheets, the зпрег- 
abundance of joints and headings, and the prevalence of “вар” these would be 
very diseouraging quarries to work for ordinary purposes, but in supplying the 
demand for rusty seam-faced stone their petrographie and stuctural features 
are turned to good aecount, Blocks, 4 to 15 inches thick with a seam face, are 
used.either as trimmings or for the main exterior, and the rough-faced vn- 
stained stone is used as trimmings. (бее p. 293.) Тһе following quotation 
concerns this phase of the granite industry: = 

“То the ordinary uses to which granite is put there must be added the 
somewhat recent demand for the sap portions for decorative ashlar work and 
rustie masonry. Тһе quarries which possess sap rock of the desirable colors 
аге earning а new and adventitious revenue. In fact, the increasing demand 
for seam-faced granite and other rocks has led to the opening of several granite 
quarries which produce only stock of this kind. The demand for seam-face 
granite is steadily increasing; its introduction is becoming more general, and 
its artistie merits are wanting better appreciation." 

Transportation, by cart 2 miles to East Weymouth station or 16 miles 
direct to Boston. 

Product: The intersection of some of the joints and sheets makes it pos 
sible to obtain a regular supply of rusty seam-faced stones with angles 90* 
or 120°. ‘The great crushing strength of this aplite has brought it into 
demand for keystone for tunnel arches. 

It has been furthermore proposed to transform “headings” апа “вар,” 
the ordinary obstacles to granite quarrying, into "things of beauty" by carving 
bas-reliefs of leaves and garlands on the iron-stained joint fuces. This is 
done by cutting away the rusty part, usually from 0.125 to 0.25 inch thick, so 
that the leaves in brown project on a light-grayish ground. Blocks thus 
worked ean be utilized in ornamental bands on exteriors. 

Specimen edifices: Harkness Memorial Quadrangle. Yale University, New 
Haven, Conn.; Bates College Chapel, Lewiston, Maine; First Baptist Church, 
Braintree, Mass.; State Armory, Adams, Mass; Faith Church, Springfield, 
Mass; W. O. Briggs residence, Detroit, Mich.; art building, Vassar College, 
Poughkeepsie, N. Y.; Trinity Church, Syracuse, N. Y.; B'Nai Jeshurun Syna- 
gogue, New York-City; Church of the Covenant, Wilmington, М. C.; Calvary 
Episcopal Church, Providence, R. I. 

The Miller seam-face quarry is in Hingham Township about 24 miles 
south-southeast of East Weymouth station and 1 mile east-southeast of Lovell 
Corners. (See Abington topographic шар, Џ. 5. Geol. Survey.) Operator, 
J. Е. L. Miller, East Weymouth. 

The granite (specimen D, ХХХ, 125 b), “ Weymouth,” is an aplite identical 
with that of the quarries last described and evidently belongs to the same 
mass. In thin section the biotite appears less altered to chlorite, 

The quarry, opened in 1901, is triangular in area. 100 feet on two sides and 
125 feet on the other, and in 1910 was 30 to 45 feet deep. 


48 Whittle, C. L., The building and road stones of Massachusetts: Mineral Industry, 
vol. 7,, for 1898, New York and London, р. 688, 1899. 
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Rock structure: There are no sheets, but three sets of joints—(qa), strike N. 
25° E. forms headings with joint spaces of 2 inches to 3 feet; (0), vertical 
strike М. 25° W., spaced 10 to 25 feet; (c), strike М. 65° E., dip 40*. 8. 
25° E. А diabase dike 18 inches thick strikes about east. 

The product, used mostly for seam-faced work, is сатіей to East Weymouth. 
Specimens: Gateway, Albany Rural Cemetery ; Congregational Church, Wollas- 
ton; Episcopal Churches, Hingham, Holyoke, and Brookline; Baptist Church, 
Brockton; Unitarian Church, Winchester; Methodist Episcopal Church, Dor- 
chester, Mass.; city bridge, Waterbury, Conn.; Episcopal Church, Newport, 
TEE 

The Hamilton Seam Face quarry, recently opened, is in Hingham Town- 
ship. Operator, Hamilton Seam Face Granite Co., 48 Cornhill, Boston. 

Product, specimen edifices: St. Vincent Ferrer Church, Sixty-sixth Street 
and Lexington Avenue, New York City; Presbyterian Church, Greensburg, Pa. 


SUFFOLK COUNTY. 
REVERE, 


The felsite porphyry of Revere is in an area designated “ Mattapan volcanic 
complex (flows, tuffs, breccias, and dikes)” on the geologic map of the State in 
Bulletin 597, and these rocks are all regarded as of early Carboniferous age. 

Although felsite porphyry is not a granite, it is a related igneous rock of 
almost identical chemical composition. Тһе purplish-brown felsite porphyry 
of Black Ann Hill, in Revere, has been found to be very valuable for concrete 
construction. Tests made by the engineer of the Boston Transit Commission 
show that beams of 30-inch span, made with broken stone and the felsite dust 
froin the crusher (presumably with 34-inch screenings), have an average break- 
ing strength 15.74 per cent higher than that of beams made with the same 
broken stone and sand. The superiority of felsite dust to sand fer concrete 
is probably due to the fact that the angularity of the vitreous fragments is 
greater than that of water-rolled quartz and feldspar grains. 

The Black Ann Hill quarry is at the southeast foot of Black Ann Hill, in 
North Revere, that part of Revere Township which lies between the townships 
of Malden and Saugus. (See Boston topographic map, U. 5. Geol. Survey.) 
Operators, H. & D. Burnett. Franklin Park. 

The rock (specimen D, ХХХІІ, 13, a), “ Revere,” is a rhyolitic felsite por- 
phyry " of very dark purplish-gray color and of dense, apparentiy homogeneous 
texture, with very minute whitish veins and close joint faces coated with 
films of calcite. It effervesces with muriatic-acid test. Under the microscope 
it shows а fluidal spherulitic banded texture, with porphyritie crystals of ortho- 
clase (?), albite, and oligoelase; also particles of quartz and rare scales of 
biotite and chlorite. Accessory: Magnetite, zircon. Veinlets of quartz and 
carbonate fault the feldspars. Secondary: White micas, epidote, carbonate, 
quartz, chlorite. 

Тће quarry has an east-west working face 75 to 100 feet high and 200 feet 
long. 

A trap or diabase dike crosses the felsite, from east to west, tapering out. 

Transportation, by cart one-fourth mile to siding on Saugus branch of Boston 
& Maine Railroad. 

The product is used for roads and conerete materia!, and the 2-inch screenings 
and dust are sought for use in concrete in the place of sand. This quarry sup- 


9 Determination by Whitman Cross, of the U. S. Geological Survey. 
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plied over 61.000 tons of crushed felsite for the construction of the East Boston 
tunnel and 21,000 tons to the United States Engineer Corps in 1898 for the 
construction of the battery at Fort Heath, in Winthrop. The dust was also 
used in 1908 in the conercte of two large schoolhouses, three fire-engine stations, 
two city stables, the hospital, and the armcry in Chelsea. 

Н. A. Carson, chief engineer of the Boston Transit Commission, had the 
relative value of the dust of this felsite (with $-inch screenings) and of sand, 
for concrete, tested in beams of 30-inch span, with these results: 


Test of felsite dust and sand for concrete." 


Average 
Average | £ 
breaking rc 
strength. fares 
Pounds, 
GRAS WATSON а 2 и сета сатана бива cA IS op ча exin otra perdue даро 3,347 666 
Beams with felsite dust 


3,874 | 783 
| т 


а See Boston Transit Comm. Seventh Ann. Rept., А, р. 41, Cong. 15, 1901. 


LYNN, 


Although the Sheehan quarry is in the town of Lynn, in Essex County, it 
is in the same geologic area as the Black Ann Hill quarry and is therefore 
mentioned here. Operator, John W. Sheehan, 585 Western Avenue, Lynn. 

The rock appears to be identical with the dark purplish rhyolitic felsite 
porphyry of the Black Ann Hill quarry. 

It is crushed for concrete and roads and used in blocks for foundations. 


WORCESTER COUNTY. 


MILFORD GRANITE DISTRICT. 
TOPOGRAPHY, 


Milford lies 16% miles southeast of the city of Worcester. (See map, РІ. 
XXIII.) It is a region of low hillocks with north-northeast and northwest 
trends. The situation of the quarries is shown in figure 81. They lie be- 
tween М. 10° W. and N. 45? E. of Milford. Two are just over/the line іп 
Hopkinton (Middlesex County). All are between the 300 and 500 foot levels. 


GEOLOGIC RELATIONS. 


The granite of Milford has been described by Emerson and Реггу,51 and re- 
cently by Emerson,?? who writes: 

“Тһе Milford granite occupies a large area extending from Westboro and 
Southboro, Mass., to Cranston, В. I., and a small area west of the principal one, 
chiefly in Grafton, Mass. * * % Тһе Milford granite is intruded into the 
Northbridge granite gneiss and into the supposed Algonkian rocks and is over- 
lain by the Carboniferous Bellingham conglomerate of the Woonsocket area. 


5: Emerson, B. K., and Perry, J. H., The green schists and associated granites and 
porphyries of Rhode Island: U. S. Geol. Survey Bull. 311, pl. 1, 1907. 

5° Emerson, B. K., Geology of Massachusetts and Rhode Island: 0. S. Geol. Survey 
Bull. 597, pp. 165, 166, 1917. 
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Бо far as the formation itself is concerned, there seem to be no relations by 
which to determine its age more closely, but it is apparently of the same age 
as the Dedham granodiorite and it is therefore regarded as probably- Devonian. 
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Гісовю 81.—Map of Milford, Mass., showing location of granite quarries, 1, Maguire; 
2, Echo Lake; 3, Hopkinton; 4, Cutting; 5, Massachusetts Pink; 6, North Milford; 
7T, No. 8, Webb; 8, No. 7, Webb; 9, No. 5, Webb; 10, No. 3, Webb; 11, No. 4, Webb; 
12, Bay State; 13, East; 14, Norcross; 15, No. 5, Webb. New Bay State quarry & 
little northeast of No. 12. 


“There is generally around the granite a dark hornblendie border, sup- 
posed to be a contact phase of the granite magma, which is described below 
as the Ironstone quartz diorite." 
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On the map of Bulletin 597 the granite of this district appears under the 
des'gnation “Milford granite (biotite granite with blue quartz)." 


“ MILFORD GRANITE." 


The following epitomizes the descriptions of rough and polished specimens 
and thin sections of granite given beyond. Analyses and tests аге also sum- 
marized. Milford granite is a biotite granite. Its general color ranges from 
a light gray or light pinkish-gray to a medium, slightly pinkish or pinkish 
and greenish-gray, but always with spots rich in black mica from 0.2 to 0.5 
inch across and in some cases tapering out to an inch in length. 

Its texture ranges from medium to coarse, not porphyritic; but, owing 
primarily to a marked flow structure and secondarily to compression, there 
ig some alinement of particles, giving the stone a slightly gneissoid appear- 
ance. The feldspar, quartz, and biotite are each likely to form continuous 
lenticular areas up to an inch in length. On the polished face the quartz is 
seen to be finely granular. The general appearance of the stone varies ač- 
cording to the relation of the direction of the cut face to that of the flow 
structure. Wherever the plates of black mica, which lie with their major 
axes in the plane of the flow structure, coincide with the face of the stone, it 
will show much larger black spots than where the face intersects that plane 
at right angles. 

Its constituent minerals, in descending order of abundance, are (1) a more 
or less delicate pink, rarely cream-colored potash feldspar (orthoclase and 
microcline), minutely intergrown with soda-lime Те врат and in places some- 
what kaolinized; (2) faintly blue quartz fractured into particles up to 1.75 
millimeters, in some specimens not over 0.75 millimeter, showing some ar- 
rangement of cavities in sheets and in places with hairlike crystals presumably 
of rutile; (8) a slight yellowish-green to milk-white, rarely clear striated 
soda-lime feldspar (albite to oligoclase-albite), which, where not clear, abounds 
in minute crystals and particles of epidote апл] zoisite, scales of white mica, 
and some chlorite and kaolin; (4) biotite (black mica), some of it chloritized 
and associated with epidote. Accessory: Garnet, pyrite, magnetite, ilmenite, 
zircon, allanite, (usually rimmed with epidote), apatite. Secondary: Kaolin, 
white mica, epidote, zoisite, calcite (usually in the sola-lime feldspars), titanite 
(about probable ilmenite in biotite), hematite. There is some radiate inter- 
growth of quartz and feldspar. 

The color of the stone is governed mainly by its feldspars, pink from the 
potash and green from the soda-lime feldspar. These are but very slightly 
modified by the pale-bluish tinge of the quartz. 

The somewhat gneissoid arrangement of the minerals, giving the feldspar 
and quartz particles uncertain boundaries in the direction of the flow, pre- 
vents the accurate application of the Rosiwal method, which provides that 
no one particle should be crossed more than once by lines parallel. А speci- 
men from quarry No. 8 of the Webb Pink Granite Co., in which there is little 
if any flow structure, contained the following percentages:  Feldspar, 55.91; 
quartz, 35.66; biotite, 8.43. 

Five tests on three specimens of the more gneissoid granite showed the fol- 
lowing ranges: Feldspar, 49.92-70.88; quartz 23.04-41.08; biotite, 4.72-11.29. 
These variations are due partly to the very different proportion of biotite on 
the different faces of the rock, as already explained. 

Three analyses of this granite, made by L. Р. Kinnicutt and В. Н. Richards, 
are given under the respective quarries. They show these extremes: 


MASSACHUSETTS. | 343 


Extremes of analysis of Milford granite. 


еВ ШТО) me T proe ме Зе eae ees Peete 12. 02-77. 08 
Ааа АЖО ун bor Paros vod ере wc es for 12. 54—14. 43 
Bronsoxidew(ReQ0)ssedg-ben BE. mormsstiy Танга ee .52- .95 
Inonjsesquioxjde (Нео ===3 10256 али Бе Ба ИЕ 4 enr .00- 1.25 
Manganese orde темпо унал 218 qi dg yx Ri uy .24- .88 
Eime (030) Tar 1 саса а toc Ебі gc S061 .75- 1.18 
Magnesia (MeO f: 25 oium жатан кутіп о енше Trace- .01 
обаа OJ s ӨӨ. De. О р (ош 66 S IA ах 4. 99- 5. 41 
вода жао уши = па пыр JETER ЕНИ SU ИЕ 3. 64- 5.85 


The following analysis of the granite from one of the Norcross Bros.’ 
quarries was made by Prof. C. F. Chandler, of Columbia University. % 


Analysis of Milford. granite. 
EI Ga Ре Оў ен erc m 76. 07 


ини ОАТ боуы, та ns ee Л, ean и аи ее 12. 67 
рисове сво О х Поа тео) Әкей себ к ж енд кы Же мВ 2.00 
Мен ово то ега За Ае риса а жн шр е бу ‚08 
Пор ЕС LOIR OO ада cfe Pes ME neci dite равни. пене nce сабый ы. э л, .85 
КЕ тыла ИРИ) еме ы еңсе, была а ее .10 
ря Г ООО n Bes. od етіс rd жоны» келе ee АЎ, | 4. 71 
Soda (Мады о. НИ Әнет 
тэп 
99. 80 


E. С. Sullivan, а chemist of this Survey, extracted, by means of hot dilute 
acetic acid, 0.06 per cent of СаО (lime) from an average specimen from the 
Cutting quarry. This lime was thus present in the form of СаСОз or calcite 
(ealeium earbonate) to the extent of 0.107 per cent, its presence being shown 
in these sections. It probably was formed from the decomposition of the 
lime-soda feldspar. 

Six crushing tests made at the United States Arsenal at Watertown, Mass., 
show an ultimate strength of 20,000 to 29,200 pounds to the square inch, 

These sections of the stone in which mica is least abundant take a good 
polish, but the others are not likely to preserve their polish in prolonged out- 
door exposure. The scarcity of pyrite and magnetite on the polished face is 
very noticeable . Unfortunately the delicate pink of this granite after a few 
years’ exposure becomes buff-colored, as may be observed in the Pennsylvania 
Railroad station in New York. This is very probably due to the passing of 
the hematite (Fe;Os) of the potash feldspar into limonite (MeOoHe). 


GEOLOGY OF MILFORD QUARRIES. 


The diorite schist dikes that traverse this granite have already been de- 
scribed on page 56, and the probable connection between the development of 
schistosity in these dikes and the stress which granulated the quartz of the 
granite has been pointed out. There are also dikes of aplite from 0.5 inch 
to 4 feet thick, some of it a quartz monzonite in composition, and dikes of 
porphyritic granite with М. 10° and 35° E. апа N. 20° W. courses. Some of 
these contain elliptical biotitic segregations (or inclusions?). 

The flow structure strikes N. 10°, 35°, 40°, 45° W. and N. 77° E. and dips 
40° Е. to 90° or in places is nearly horizontal. 


53 Day, У. C., U. S. Geol. Survey Ann. Rept., pt. 6, continued, р. 221, 1898. 
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There are inclusions of biotite gneiss or mica diorite from a few inches to 2 
feet thick, showing that this rock overlay or adjoined the granite at the time of 
its intrusion. 

The rift is reported as everywhere horizontal and the grain as vertieal with 
a N. 40? E. to an east-west direction, Rift and plane of flow structure are in 
places nearly parallel. 

Sheets, 6 inches to 18 feet thick, are generally irregular or undulate horizon- 
tally with inclinations up to 20°. 

As will be seen from the quarry diagrams, there is a wide range їп the joint 
courses. They are north, М. 10°, 20°-25°, 45°, 50°, 60° Е., and М. 60°, 70°, 
80° W. Those occurring at the largest number of quarries are north to 
N. 10° E., М. 45°-60° E. апа М. 55°-70° W. Тһе filling of a parted joint with 
calcite probably derived from once overlying calcareous rocks has been noted 
on page 83. е: 

QUARRIES. 


The Cutting quarry is in Milford Township, 3 miles М. 5° Е. of Milford 
and half a mile south of Echo Lake (fig. 81). Quarry idle. 

The granite (specimens D, XXVIII, 13, a, b, c), “ Milford pink” is a biotite 
granite of a very slightly pink-tinted light-gray color and conspicuous black 
spots, Its texture is somewhat gneissoid, medium to coarse, with particles up 
about 0.5 inch. In faces cut parallel to the plane of flow structure the black 
spots measure fully 0.5 inch, but when cut in the traverse direction about 0.8 
inch. The quartz areas are always granular, the particles up to 1 millimeter 
іп diameter and exceptionally 1.5 millimeters. The rock consists of the fol- 
lowing minerals, in descending order of abundance: A very delicate pink potash 
feldspar (orthoclase and microcline, both with minutely intergrown soda-lime 
feldspar) ; quartz with minute cavities arranged in sheets, appearing colorless 
in isolated particles but in the aggregate having a very pale bluish tinge; a 
milk-white to pale-greenish striated lime-soda feldspar (albite to oligoclase- 
albite), usually crowded with particles and crystals of epidote and zoisite 
from 0.0094 to 0.076 millimeter in length; biotite (black mica), some of it 
altered to chlorite and associated with epidote. Both feldspars are somewhat 
kaolinized, particularly the soda lime. Accessory: Garnet, rare pyrite and 
magnetite, titanite, zircon, allanite crystals up to 1 millimeter long coated with 
epidote, apatite. Secondary: Kaolin, epidote, zoisite, chlorite, calcite, hematite. 

An estimate of the mineral percentages with half-inch mesh and total linear 
length of 45.5 inches yields: Feldspars, 65.67; quartz, 23.04; biotite, 11.29. 

The following analysis was made by Leonard P. Kinnicut, of the Worcester 
Polytechnic Institute, in 1898, and is given here for reference. 


Analysis of granite from Cutting quarry, Milford, Mass. 


Silica (5102) === звери cie aues rb. e voee e oe „ш. >. 
Аа САО айны асы и 12. 54 
ПОПОВ (BE EO) ань а See Seen Јавне пе се сыга .95 
песен еру, алған BI Ape, Аму Cot Scie БА .75 
апета E OE еле Маи арене ва es Eie еа о ‚01 
ИЗ UI GS 0) eee Cole mec MC re ee E Rute ы гс 4. 99 
OG NS) чабы CAE e е. ter eL ee 8.64 

99. 96 


Е. C. Sullivan, а chemist of this Survey, extracted 0.06 per cent of Сао 
(lime) from this granite by hot dilute acetic acid. This indicates the pres- 
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ence of 0.107 per cent of СаСОз (calcium carbonate) ог calcite, the presence 
of which is shown in thin sections. у 

Two tests made at the United States arsenal at Watertown, Mass., in 1898, 
give it an ultimate strength of 25,252 and 27,226 pounds to the square inch. 

The quarry, opened before 1889, measured in 1906 about 500 feet in a north- 
northwest direction by 150 feet east-west and 20 to 30 feet in depth, 

Воск structure: The sheets, 6 inches to 18 feet thick, are horizontal but 
irregular in places. The rift is reported as horizontal and the grain as vertical. 

The peculiar mica d orite schist dike on the west side is described on 
page 56. Aplite dikes are 5 inches to 2 feet thick. Тһе courses of joints, flow 
structure, dikes, and grain are shown in figure 82. 

Heading (A) dips 70? E. and joint (B), only at the north end, dips 65? SSE. 
Bands of more biotitie granite with groups of black elliptical schistose knots 
or inclusions indicate the direction of flow. In this section these show par- 
ticles all under 0.1 inch, mostly biotite, next a plagioclase much altered to 
epidote and zoisite, and lastly quartz. Garnets in roundish grains are also 
present. Rusty stain along the sheets is 6 to 12 inches thick. 

Transportation, by sid- 
ing from the New York, 
New Haven & Hartford 
Railroad and track from 
quarry to cutting shed. 

The product is used 
mainly for buildings. 
Specimen structures: 
Bank building, Newton, 
Mass.; street-railway de- 
pot at Georgetown, D. С. ; 
New York State monu- 
ment on Lookout Moun- 
tain, Chattanooga, Tenn., 
сопа з пе of a shaft 6 


feet in diameter and 50 Бісгвв 82.—Structure at Cutting quarry, Milford, Mass. 
feet high made in sec- 

tions; part of the base and all the lantern for the Pennsylvania Railroad 
terminal station at New York. 

The East quarry is in Milford Township, 1$ miles northeast of Milford 
(fig. 81). Operator, Milferd Pink-Victoria White Granite Co., Milford. 

The granite (specimens D, XXVIII, 14, d, е, g, h), “ Milford pink,” is a 
biotite granite of light pinkish-gray color with more or less conspicuous black 
spots. The general color is more pinkish than that of the Cutting quarry stone. 
Its texture is somewhat gneissoid, medium to coarse. Feldspar and mica 
measure up to 0.5 inch, but the feldspar individuals merge into lenses an inch 
long, as do also the quartz and biotite. The length and width of the biotite 
spots іп any surface depends upon whether that surface is ратаПе to the 
plane of the flow structure or to its side, or crosses it. The quartz areas are 
always granular, with particles up to 1.75 millimeters across. The rock con- 
sists of these minerals in descending order of abundance: A light-pink potash 
feldspar (microcline and orthoclase) with some intergrown soda-lime feldspar, 
slightly kaolinized ; quartz (with m'nute cavities arranged in sheets), which in 
the aggregate has a very pale bluish tinge; a milk-white to light-greenish 
striated soda-lime feldspar (albite to oligoclase-albite), partly kaolinized and 
crowded with minute particles and crystals of epidote and zoisite, with a few 
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seales of white mica and rarely calcite; biotite (black mica), some of it 
chloritized, rarely containing ilmenite, with a rim of leucoxene. Accessory: 
Garnet, apatite, magnetite and pyrite (rare), ilmenite, zircon, allanite (up to 
0.6 millimeter), rimmed with epidote. Secondary: Kaolin, a white mica, epi- 
dote, zois te, leucoxene, chlorite, calcite. The merging of the particles by the 
gneissoid structure vitiates somewhat the application of the Rosiwal method of 
estimating the mineral percentages, and the great variation in the amount of 
biotite on different specimens also affects the results. Four tests on two speci- 
mens with meshes 0.5 inch and a total linear length of 28.8 inches yielded these 
results : 


Estimated mineral percentages in gneissoid granite from East quarry, Milford, 


Mass. 
Feldspar nima . § 58. 47 68. 22 70.83 
МУ Л335 410792221 11211103 k 35. 08 26.92 24. 45 
БОП 2 teenth - а. «бт чита, ЕЛЕ" : 6.45 4.86 4.72 


100.00 | 100.00} 100.00 


The following analysis of this granite, made for the company by Prof. R. H. 
Richards at the Massachusetts Institute of Technology, is given bere for 
reference : 


Analysis of granite from the Fast quarry, Milford, Mass. 
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Тһе durability of the polished face on outdoor exposure will vary according to 
the size and number of the biotite particles. 

Тһе quarry in 1906 measured about 100 feet from north to south by 300 feet 
across and 40 to 80 feet deep. 

Rock structure: The chief feature is а vertical granite dike 4 feet thick 
crossing the quarry diagonally. It is a biotite granite of medium to dark 
greenish to gray color with pinkish spots. Its texture is fine to medium, 
with porphyritie feldspars up to 0.6 inch and exceptionally to 1.8 inches in 
length. The matrix consists largely of greenish soda-lime feldspar (oligoclase- 
albite), partly kaolinized and epidotized; a slightly bluish granular quartz, 
the colors of these two minerals giving the rock a general bluish-green tinge; 
and biotite (black mica). The large pink crystals are potash feldspar (ortho- 
clase with minutely intergrown soda-lime feldspar, also microcline). There is 
also some potash feldspar in the groundmass. Accessory: Garnet. apatite 
(fairly abundant), zircon, allanite. Secondary: Kaolin, muscovite, chlorite, 
epidote, zoisite, calcite. This dike contains black segregations (inclusions?), 
mainly of biotite with slightly bluish quartz and epidote. The granite has a 
flow structure marked by darker bands striking М. 10° W. and dipping 40° E. 
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The granite also contains irregu'ar inclusions, from 1 to 2 feet in diameter, 
of a dark-gray and black banded, very fine grained, somewhat schistose mica 
diorite (quartz, biotite. and plagioclase, with pyrite, magnetite, and epidote). 
'The rift is reported as horizontal, and the grain as vertical. Тһе sheets, 1 to 15 
feet thick, dip 10°—15° SSW. Тһе courses of dike, flow, grain, and joints are 
shown in figure 88. Joints (А), dip 80% E., reeur at intervals of 100 to 200 
feet; (B), dip 452-507 SSW., spaced З feet and over; (C), dip 45° N.; (D), one 
only, dip 60* NW.; (E), dip 45° W., slickensided horizontally. Тһе face of 
(А) on the west wall is coated with а mass of minutely brecciated granite 13 
inches thick, cemented with calcite, chlorite, fibrous muscovite, and limonite. 
Rusty stain along the sheets is from 6 inches to 2 feet thick. 

Transportation, by siding from Boston & Albany Railroad. 

The product is used mainly for buildings. Specimens: Hanover National 
Bank, New York; Boston Publie Library; publie library, Columbus, Ohio. In 


ted 
ш 


Бісгве 83.—Structure at East quarry, Milford, Mass. 


1906 this quarry was furnishing part of the stone for the basement of the Na- 
tional Museum at Washington and part of that for the Pennsylvania Railroad 
terminal at New York. 

Тһе Bay State quarries are in Milford Township, 1$ and 2 miles north-north- 
east of Milford. (See fig. 81.) Operator, Pink Granite Co. of Milford, Milford. 

Тһе granite (specimens D, XXVIII, 16, a, b), “ Milford pink," is a biotite 
granite of light pinkish-gray color, like that of the Cutting quarry (p. 944) but 
with more conspicuous greenish feldspars and much smaller spots of black 
mica. Its texture is medium to coarse, even-grained, with very little if any 
gneissnoid structure. Тһе feldspars measure up to 0.5 inch, the black mica to 
0.3, rarely 0.4 inch, and the quartz is granular. Its constituents, in descend- 
ing order of abundance, are a delicate pink potash feldspar (orthoclase and 
microcline, both inclosing large particles of soda-lime feldspar) ; quartz -with 
some cavities in sheets, clear, not bluish; a milk-white to light-greenish soda- 
lime feldspar (albite to oligoclase-albite), partly kaolinized and epidotized. 
also with some white mica and calcite; biotite (black mica), some of it chlori- 
tized. Accessory: Garnet, magnetite, pyrite. Secondary: Kaolin, a white 
mica, epidote, zoisite, calcite. 

A partial analysis, leaving out potash and soda, made for the company by 
Prof, R. H. Richards, of the Massachusetts Institute of Technology, is given 
here for reference: 
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Partial analysis of granite from West quarry, Milford, Mass. 


АСТА (NS O RUE e ЖАҒА ИЛЛЕ лең 75.77 
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The old * West" quarry, opened about 1887, measured in 1906 about 300 by 
175 feet and 40 feet in depth. A new quarry was opened in 1915 a little north- 
east of it. 

Rock structure at West quarry: There are on the east side conspicuous ver- 
tical dikes of medium-gray fine-grained quartz monzonite, 0.5 inch to 2, feet 
thick, strike N. 20° W., occurring at intervals of 20 to 100 feet. This consists 
of clear potash feldspar and cloudy light-gray soda-lime feldspar in almost 
equal amounts, the latter kaolinized, micaized, and altered to epidote and 
zoisite ; quartz, with hairlike crystals of rutile and cavities; biotite, some of it 
altered to chlorite. - Accessory: Garnet, ete. Secondary: Kaolin, a white 
mica; epidote, zoisite, chlorite, calcite. There are two schist dikes already de- 
scribed on page 56. One on the north wall, 2 feet thick, strikes М. 65°-70° W. 
and dips 65° NNE.; another, farther south, 20 inches thick, strikes about 
northwest and is vertical. The sheets, 2 to 15 feet thick, are nearly horizontal 
at the north end of the quarry but dip 15°-20° at the south end. The sheets 
become irregular at the bottom. Vertical joints, strike north to М. 10° E., 
spaced 10 to 100 feet, form a heading on west side. One at the north end 
strikes М. 60° W. and dips curving 45°—50° SW. 

Transportation, by track one-half m‘le to New York, New Haven & Hartford 
Railroad. 

Product, specimens: John Hancock Insurance Co. Building, Federal Street, 
Boston; Amherst College Library, Amherst, Mass.; Chamber of Commerce, 
Rochester, М, Y.; customhouse, Wilmington, М, C.; Е, Т, Stotesbury residence, 
Chestnut Street, and Plaza Hotel, South Broad Street, Philadelphia; part of 
basement of National Museum and approaches to Lineoln Memorial, Wash- 
ington. 

The Norcross quarry is in Milford Township, nearly 2 miles northeast 
of Milford and about one-fourth mile east of the East quarry. (See fig. 81.) 
Operators, Dodds Bros., Milford. Idle since 1905. 

The granite (specimen D, XXVIII, 15, a) “ Milford pink,” is a biotite granite 
of light pinkish-gray color with more or less conspicuous black spots. The 
general color is like that of the granite in the East quarry, described on 
page 845, but is marked by light blood-reddish stains not over 0.25 inch across 
and an inch ог two apart. Its texture is like that of the granite in the East 
quarry. Тһе quartz grains measure up to 1.1 millimeters. Its constituents 
аге also the same, but with the addition of red hematitic stains, which originate 
presumably in the oxidation of magnetite particles, 

Тһе quarry measured in 1906 175 feet from northeast to southwest by 100 
feet across and about 70 feet in depth. 

Rock structure: Тһе sheets, up to 15 feet thick, have.a low north dip. 
Joints strike about northeast, dip over 50? NW., form the northwest and south- 
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«ast walls, Another set with a similar strike dips 802-452 SE., and is spaced 
2 to 10 feet. А third set strikes about north or diagonally to quarry and ap- 
pears on the southwest wall. Тһе rift is reported as better than at some of 
the other Milford quarries. Rusty stain is up to 2 feet thick. 

The Massachusetts Pink quarry is in Milford Township, 24 miles north of 
Milford, at the north end of a low north-south ridge. (See fig. 81.) Idle since 
1914. 

Тһе granite (specimen D, XXVIII, 21, b), * Milford pink," is a biotite 
granite of a very slightly pink-tinted light-gray color with conspicuous blaek 
spots. Its texture is somewhat gneissoid, medium to coarse; in other respects 
апа in mineral composition it closely resembles the stone of the Cutting 
quarry, described on page 844, 

Тһе quarry, opened іп 1902, was in 1906 800 feet from east to west by 200 
feet across and from 10 to 35 feet deep. 

Rock structure: A schist dike, 2 feet thick, on the west side, striking N. 3° ` 
W. and dipping 55? E., has already been mentioned on page 56: The sheets, 
4 to 25 feet thick, dip low east. There are three sets of joints—(a), strike 
М. 85° W., dip 65° E., spaced 100 feet; (b), strike М. 55°-60° E., dip 90°, 
spaced 30 feet; (c), strike М. 55% W., dip 40? W. Тһе rift is reported as 
horizontal, and the grain as vertical from east to west. Rusty stain is up 
to 8 inches thick on the lower sheets. 

Transportation, by cart 3 miles to cutting shed at New York, New Haven & 
Hartford Railroad track. 

The product is used for buildings, bridges, and mausoleums. Specimens: 
Bridge over Bronx River, Bronx Park, New York; Rochester Safe Deposit & 
Trust Co. Building, Rochester, М. Y.; Bloomingdale mausoleum, Greenwood 
Cemetery, М. Y.; McKinley national memorial, Canton, Ohio. 

The Hopkinton quarry is in Hopkinton, Middlesex County, a mile south 
of Hayden Row and about 32 miles north-northeast of Milford. (See fig. 81.) 
Idle since 1914, 

The granite (specimen D, XXVIII, 22, a) is a biotite granite of medium, 
slightly pinkish gray color with fine black specks. Its texture is even-grained, 
medium, with feldspars generally up to 0.4 inch and mica to 0.2 inch. It is 
thus pinker and finer grained than that of the Massachusetts Pink quarry. 
Its constituent minerals, in descending order of abundance, are a pinkish 
potash feldspar (orthoclase and microcline), inclosing particles of soda-lime 
feldspar and slightly kaolinized; faintly rose-colored granular quartz in par- 
ticles up to 1.57 millimeters; a grayish or greenish-gray soda-lime feldspar 
(albite to oligoclase-albite), a little kaolinized and epidotized, with some 
white mica; biotite (black mica), some of its chloritized. Accessory: Garnet, 
magnetite, apatite, zircon, allanite (bordered with epidote). Secondary: 
Kaolin, epidote, zoisite, chlorite, a white mica. 

The quarry in 1906 was 50 feet square and 25 feet deep. 

Product: The Bishop mausoleum, Sleepy Hollow Cemetery, Tarrytown, N. Y. 

The Maguire quarry is in Hopkinton, half a mile west of Echo Lake and 
31 miles №. 5° W. of Milford. (See fig. 81.) Quarry idle. 

The granite is a biotite granite of a very slightly pink-tinted light-gray color 
with conspicuous black spots. In texture and constituents it is reported as 
corresponding to the stone of the Cutting quarry, described on page 344. 

The quarry, opened іп 1906, measured then 800 by 100 feet and up to 15 feet 
in depth. 

The sheets are reported as dipping about 20° NB. 
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Transportation, by cart 1 mile to cutting shed on railroad siding. 

The Echo Lake quarry is in Milford Township near the Hopkinton line 
and Echo Lake, 84 miles N. 5? E. of Milford. (See fig. 81.) Quarry idle. 

Тһе granite is a biotite granite of slightly pink tinted light-gray color, re- 
ported as a little more pinkish than that of the Cutting quarry, described on 
page 344. 

Тһе quarry, opened in 1906, measured then 60 by 40 feet and up to 20 feet 
in depth. 

The sheets are reported as dipping about 20° W., but irregular. A “soft 
heading "—that is, а schist dike like that at the Cutting quarry, described оп 
page 56—15 reported as forming the west side of the quarry, with а north- 
northwest strike. 

Transportation, by cart 1 mile to cutting shed on railroad siding. 

The North Milford quarry is in Milford Township, 24 miles about N, 7° W. 
of Milford and one-third mile southwest of the Massachusetts Pink quarry. 
(See fig. 81.) Operator, North Milford Granite Co., Milford. Idle since 1908. 

Тһе granite is а biotite granite of very slightly pink-tinted light-gray color 
with conspicuous black spots. In texture and constituents it is identical with 
the stone of the Cutting quarry, described on page 344. 

Тһе quarry, opened іп 1905, was in 1906 100 feet square and averaged 5 
feet in depth. 

Rock structure: Owing to the irregularity of sheets this is a “boulder 
quarry.” Vertical joints strike М. 80° Е. and N. 25° Е. The rift is reported 
as horizontal and the grain as vertical, with М. 80° Е, course. 

Transportation, by cart 24 miles to New York, New Haven & Hartford and 
Boston & Albany railroads. 

The product is used for construction. Specimens: The granite part of 
Redmond Bank Building, 31 Pine Street, and trimmings for tenements of 
Homes Suburban Co., One hundred and fifty-sixth Street, New York; trim- 
mings for residence of Hennen Jennings, northeast corner of Massachusetts 
Avenue and Sheridan Circle, Washington. Quarry not operated in 1916. 

The Carroll quarry is in Milford Townsh' p, 1$ miles north of Milford and 
half a mile north-northwest of Cedar Swamp Pond. (See fig. 81.) Operator, 
Webb Pink Granite Co., 40 Crescent Street, Worcester. (Quarry designated 
Nos. 4 and 5 by the company.) Now idle. 

Тһе granite (specimen D, XXVIII, 18, b) is a biotite granite of light-gray 
shade with conspicuous black spots. This is the whitest of the Milford granites. 
Its texture is somewhat gneissoid, medium to coarse, with feldspars and mica 
up to 0.5 inch across and with finely granular quartz. Its constituents, in 
descending order of abundance, are cream-colored to palest-pink potash feldspar 
(orthoclase and microcline), with minutely intergrown soda-lime feldspar and 
slightly kaolinized; clear, not bluish quartz in grains up to 0.5 millimeter, 
and with cavities some of which are in sheets; clear to cloudy, some yery pale 
greenish soda-lime feldspar (albite to oligoclase-albite), not a little kaolinized 
and epidotized; biotite (black mica), some of it chloritized. Accessory: 
Garnets (minute and usually in rows), apatite, fluorite, allanite (rimmed with 
epidote), zircon. Magnetite and pyrite not observed. Secondary: Kaolin, 
epidote, zoisite, chlorite, calcite, white mica. 

The following analysis of this granite, made for the company by Robert C. 
Sweetzer, of the Worcester Polytechnic Institute, іп 1905, is given here for 


reference: 
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Analysis of granite from the Carroll quarry, Milford, Mass. 
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Specific gravity 2.633. 


The quarry, opened in 1905, measured in 1906 about 500 by 200 feet and up 
to 30 feet in depth. 
Rock structure: The sheets, 6 inches to 15 feet thick, undulate horizontally. 
The rift is reported as horizontal, and the grain as vertical, with N. 65° B. 
course. Joints (a), strike N. 60° W., dip 90°, spaced 10 to 60 feet; (b), strike 
N. 20° E., dip 90°, form headings at the northwest and southeast sides and in 
the middle; (с), strike N. 80° W., dip 45° S., one in the middle and another 
25 feet east of it. Rusty stain is 2 inches thick on sheet surfaces. 
The product of this quarry is combined with that of the next. 
The Webb quarries Nos. 7 and 8 are in Milford Township, 2 miles north 
of Milford. (See fig. 81.) Operator, Webb Pink Granite Co., 40 -Crescent 
Street, Worcester. Quarry idle. 
The granite (specimens D, XXVIII, 17, a, b), “ Milford pink” 15 а biotite 
granite of medium pinkish and greenish-gray color, with black spots which are 
not as conspicuous as those of the stone in the Carroll and Cutting quarries. 
Its texture is even-grained, medium, with feldspars up to 0.4 inch and mica 
up to 0.2. inch in diameter and finely granular quartz. Its constituents, іп 
descending order of abundance, are a delicate pink potash feldspar (orthoclase 
and microcline), minutely intergrown with soda-lime feldspar and with quartz 
and more or less kaolinized; a very faintly bluish finely granular quartz with 
cavities some of which are in sheets; a yellow-greenish to clear soda-lime feld- 
spar (albite to oligoclase-albite), generally kaolinized and epidotized also with 
some scales of white mica and chlorite; biotite (black mica). Accessory: 
Magnetite, apatite, zircon. Secondary: Kaolin, epidote, zoisite, chlorite, a 
white mica. 
An estimate of the mineral percentages by the Rosiwal method with 34-inch 
mesh and total linear length of 46.5 inches yields these results: Feldspar, 55.91; 
quartz, 35.66; biotite, 8.43. 
W. T. Schaller, chemist, of this Survey, extracted from an average specimen of 
this granite, by means of hot dilute acetic acid, 0.04 per cent of CaO (lime), 
which indicates the presence of 0.07 per cent of СаСОз (calcium carbonate, 
calcite). This lime is of course irrespective of that combined with silica in 
the oligoclase feldspar and epidote. 
The stone takes a fair polish, but the mica particles are sufficiently large to. 
detract from the durability of the polish in prolonged outdoor exposure. 
'The quarry, opened in 1905, measured in 1906 about 250 by 200 feet and up 
to 30 feet in depth. 
Rock structure: A flow structure, shown by biotitic streaks, strikes М. 40° 
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strike М. 15° E., dip 75? E., recur at an interval of 8 and one of 50 feet. The rift 
is reported as horizontal, and the grain as vertical, with an east-west course. 

Transportation from these quarries, by tracks 3,750 feet to sidings of New 
York, New Haven & Hartford Railroad. 

Product, specimens from all this company's quarries except the next: Union 
Station, Baltimore; courthouse and municipal building, Wilmington, Del.; 
Commercial National Bank, Chicago; Cuyahoga courthouse, Cleveland, Ohio; 
John Hancock Building No. 2, Boston; new post office, New York. 

Тһе Webb No. 10 quarry is in Milford Township, two-thirds mile east 
of the northern part of Cedar Swamp Pond. (See fig. 81.) Operator, Webb 
Pink Granite Co., 40 Crescent Street, Worcester. Idle since 1917. 

Тһе granite, * Milford pink," is reported as resembling in color that of the 
East quarry, described on page 345, but with a somewhat finer texture, the 
р оће spots being more sparse and less elongated so as to have practically the 
$ame appearance on rift, grain, and hardway faces. 

Тһе quarry is about 300 by 100 feet, with a working face of 30 feet, part 
ађоуе and part below the ground level. 

Produet: This quarry supplied the granite for the Freer Art Collections 
Building of the Smithsonian Institution, Washington. 


UXBRIDGE. 


The Uxbridge quarries are 8 miles southwest of Milford and nearly 15 miles 
south-southeast of Worcester. (See map, Pl. XXIII.) 

The granite of Uxbridge is in an area about 173 by 10 miles designated on 
the map of Bulletin 597 “ Northbridge granite gneiss (porphyritie granite largely 
crushed to gneiss) " and referred doubtfully to the Archean. (See pp. 155, 
156 of that bulletin.) 

The Blanchard quarries are in Uxbridge Township, about 14 miles west- 
northwest of Uxbridge в айоп and 1% miles south-southeast of Whitinsville. 
(See Blackstone topographic map, U. S. Geol. Survey.) Operator, Blanchard 
Bros. Granite Co., Linwood. 

The granite (specimens D, XXX, 
114, d, e), “ Uxbridge,’ is a biotite 
granite gneiss of light to medium gray 
shade (light gray on rift face and me- 
dium gray on hard-way face) and of 
medium porphyritie, elongated gneissic 
texture, with feldspars up to 0.4 inch 
(exceptionally 0.5 inch) and laminae of 
quartz and mica up to 0.1 inch wide, 
alternating with laminae of feldspar 
up to 0.8 inch wide. Its constituents, 
in descending order of abundance, are 
light-buff potash feldspar (microcline 
and orthoclase), slightly micacized; 
light smoky quartz with cavities in 
parallel and rectangular sheets; milk- 
white soda-lime feldspar (oligoclase) ; 
biotite (black mica) ; and a little mus- 

covite or bleached biotite. Accessory: Magnetite, apatite, purple fluorite. Sec- 
ondary: Carbonate, epidote, kaolin, muscovite. Effervesces slightly with mu- 
. riatie-acid test. 

This gneiss resembles that of Sterling, Conn., and is a useful constructiona! 

&tone. 


N 


. FrcunE 84.—Structure at Blanchard quar- 
ries, Uxbridge, Mass. 
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The quarries, begun in 1864, consist of two openings. The larger in 1910 
measured 300 by 200 feet and 20 to 50 feet deep, and the smaller, triangular 
in area, 100 feet on a side and 60 feet deep in the center. 

Rock structure: As sheet structure is absent this is a “ рошдег quarry." 
The courses of the joints, foliation, etc., are shown in figure 84. Joint set (А), 
dip 77° S. 88° W., spaced 5 to 40 feet; (В), dip 80% М. 45°-60° E., spaced 3 to 
20 feet; (C), dip 55° S. 72° W., spaced 10 16 60 feet, The foliation dips 35° М. 
70° E. The rift dips 10°-15° М. 20? E., and the grain and hard way are vertical. 
Aplite dikes are 2 inches to 8 feet thick. Pegmatite dikes of banded quartz 
and feldspar (described on p. 51) parallel to joints (C) are up to 8 feet thick, 
and an amphibolite dike (described on p. 54) parallel to joints (B) is 6 to 18 
inches thick. The amount of sap varies greatly. Some blocks are free from it, 
Some are all stained, on others it is a foot thick. 

Transportation, by private siding to New York, New Haven & Hartford 
Railroad, 14 miles. 

LEOMINSTER, 

The Leavitt quarry is in Leominster Township, 2 miles west of that village 
and about 400 feet above it. (See Fitchburg topographic map, U. S. Geol. 
Survey, and Pl. XXIII.) It was last operated in 1916 by L. F. Burrage, of 
Leominister, but is now disused. 

The granite (specimen D, ХХХ, 110, a), *Leominister," is a mica diorite 
of dark bluish-gray color (between “ Barre dark” and “ Quincy extra dark") 
and of very fine, even-grained texture, with particles under 0.1 inch. Its con- 
stituents, in descending order of abundance, are light-grayish soda-lime feld- 
spar (oligoclase-andesine) ; biotite (black mica), with rare muscovite or 
bleached biotite; and very light smoky quartz. Accessory: Titanite (fourth 
in order of abundance), plentiful apatite needles, zircon crystals in strings, also 
branching, and pyrite. Secondary: Carbonate, chlorite. It effervesces with 
muriatic-acid test. 

This is a handsome fine-grained dark stone, suitable for monuments or build- 
ings. It ought to hammer light, 

The quarry, opened іп 1870, measured іп 1910 800 feet north and south by 
200 feet across and 5 to 80 feet deep. 

Rock structure: The sheets, 6 inches to 5 feet thick, but mostly under 18 
inches, dip 20° Е. There are two sets of joints—(a), vertical, strike N. 80° 
E., forms the south wall; (b), vertical, strike N. 5° E., dip steeply east to 90°, 
forms the east and west walls. The rift is parallel to the sheets, and the 
grain vertical north to south. The quarry is crossed diagonally by a large 
ramifying dike of banded aplite and pegmatite, described on page 45, a hori- 
zontal section of which is shown in figure 2. Minor dikes of aplite and also 
of pegmatite intersect the main dike. One 4 feet 6 inches thick 15 on the west 
wall. The diorite also has here and there white feldspar “knots” up to 1.5 
inches across. 

Transportation, by cart 22 miles to Leominister station. 

Тһе product was used for buildings, trimmings, curbing, flagging, and founda- 
tions. Specimens: Haws Memorial Chapel, Evergreen Cemetery; trimmings to 
Mayo and Jones blocks, Leominister; trimmings to Acre School, Clinton, Mass. 


FITCHBURG. 


On the geologic map of Bulletin 597 the granite of Rollstone НШ," a mile 
west of Fitchburg station, is in an area extending from the vicinity of Worcester 


5t This hill takes its name from a glacial boulder, 10 by 8 feet, of porphyritie granite 
with 3-inch feldspars, resting on its summit, 
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to and beyond the New Hampshire line, designated “ Fitehburg granite (white 
muscovite-biotite granite)" and regarded by Emerson as of late Carboniferous 
or post-Carboniferous age.” 

The McCauliff quarry is on the west side of Rollstone Hill in Fitchburg, 
a mile а little south of west of the Boston & Maine Railroad station. (See 
Fitehburg topographie map, U. S. Geol. Survey, and Pl. XXIII.) Operator, 
В. Е. MeCauliff Quarry Co. (Ine.), Fitchburg. 

The granite (specimen D, ХХХ, 107, a) is а muscovite-biotite granite gneiss 
of light to medium bluish-gray color and of gneissic medium texture, with 
feldspars up to 0.3 inch.and micas up to 0.2 inch. Its constituents, in descend- 
ing order of abundance, are clear ‘to translucent bluish potash feldspar (mi- 
erocline and orthoclase) ; light smoky quartz, finely granulated (particles under 
0.87 millimeter), with rutile needles and cavities; milk-white soda-lime feld- 
spar (oligoclase-albite), kaolinized and micacized; muscovite (white mica) 
and fibrous muscovite in stringers; and biotite (black mica), some of it chlo- 
ritized. Accessory: Garnet, apatite. Secondary: Kaolin, white mica, epidote, 
chlorite. No effervescence with muriatic acid test. 

“This is a constructional granite gneiss of bright mineral contrasts. 

The quarry, opened about 1865, is triangular in area, measuring in 1910 
about 450 feet on its north side and 175 feet on its east side, which are the 
working faces, and 10 to 20 feet deep. 

Rock structure: The sheets, 1 to 8 feet thick, horizontal at the northeast 
corner of the quarry, dip away radially to an angle of 15° in its lower part. 
There are four sets of joints— (a), strike М. 75° W. to N. 75° E., dip 65° about 
south, spaced 3 to 20 feet, forms the north wall, and the joints are tight and 
ferruginous; (b), vertical, strike N. 5° W., only а few; (с), strike М. 60° B. 
dip 75° S. 30° E., spaced 12 feet and over, few and loose; (4), strike, N. 20° W., 
dip 45° S. 70° W., three only, 20 to 150 feet apart. The gneiss foliation strikes 
N. 10° Е. and dips 55° М. 80° W. Тһе rift is horizontal and the grain vertical, 
with М. 80° E. course. There аге а. number of pegmatite dikes up to 4 inches 
thick, with black tourmaline dipping 45° about north and spaced 15 feet and 
over. Some of these dikes meander and combine. One is faulted along a 
N. 20° Е. plane. Another has a 0.5 inch central band of smoky quartz and 
borders of feldspar and tourmaline. The stone is generally sound except near 
the main joints and for 2 or 8 inches along sheet surfaces. 

Transportation, by cart one-eighth mile to railroad s:ding. 

The best of the product is used for base courses, the seconds for curbing 
and paving, and the waste for concrete. Specimen: First story of high school, 
Fitchburg. 

The Litchfield quarry is on the southwest side of Rollstone Hill in Fitch- 
burg, nearly a mile west-southwest of the Boston & Maine Railroad station, 
(See Fitchburg topographic шар, U. 8. Geol. Survey, and Pl. XXIII.) Opera- 
tor, В. Е. McCauliff, Fitchburg. 

The granite is identical with that of the McCauliff quarry. 

The quarry, opened in 1875, is triangular in area, 700 feet in a northerly 
direction by 200 feet and 75 feet. 

Rock structure: The sheets, 6 inches to 6 feet, some 15 feet thick, curve 
gently westward from the top of the hill. There is but one set of joints, 
strike М. 70° E., dip 45° S. 20° E., two only, 50 feet apart, discontinuous. 
Foliation, rift, and grain are as at the McCauliff quarry. Pegmatite dikes 
up to 6 inches dip 50° NE.; at the southeast end is one, 2 feet thick, of 
smoky quartz, feldspar, muscovite, and black tourmaline. Some of these dikes 


55 Зее Bull. 597, pp. 231-233, and on the minerals of Rollstone Hill, р. 237. 
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are very micaceous, becoming the “запа seams" of quarrymen. Тһе “вар” 


is 6 inches thick on the top sheets. 

The product is used for dimension stone, curbing, and paving. The smallest 
size from the crusher is used for graveling roofs. Specimens: Wallace Way, 
steps and buttresses to high school, and most of the stone in Episcopal Church 


chapel, Fitchburg. 
The Godbeer quarry is on the northeast side of Rollstone Hill, in Fitchburg, 


about three-fourths mile west of the Boston & Maine Railroad station. 
Опатгу no longer operated. Last operator, Henry Godbeer, Fitchburg. 

The granite is identical with that of the McCauliff quarry. 

The quarry in 1910 measured 250 feet in a northeast direction by 200 feet 


across and 5 to 10 feet deep. 
Rock structure: The sheets, 1 to 8 feet thick, dip 20° NE. Their variation 


in thickness is due to incomplete formation. There are three sets of joints— 
(а), vertical, strike N. 40°-60° E., spaced 10 to 20 feet, has rusty faces; (b), 
strike N. 80° E., dip 55° S. 10° E., few; (с), strike N. 60° W., dip 40° S. 40° 


W., few. 
Transportation, by cart half a mile to railroad siding. 


The product was used for building and curbing. Specimen: Third story of 
Moran Building, Fitchburg. 


CONNECTICUT. 
GEOLOGIC RELATIONS.™ 
By Н. E. Gregory. 


OUTLINE OF GEOLOGIC HISTORY OF CONNECTICUT. 


Whether the area now occupied by Connecticut was land or sea 
at the heginning of geologic time is unknown. It is probable, how- 
ever, that some of the gneisses and schists antedate the appearance 
of life on the earth. Unfortunately no fossils have been found in 
the older rocks of the State, and all that can be said with assurance 
regarding the age of these formations is that they were in existence 
long prior to Triassic time. Pre-Cambrian time is believed to be 
represented by the Becket gneiss, which outcrops over, wide areas in 
northern Litchfield County. This rock is, however, so profoundly 
changed that it is impossible to determine with accuracy the original 
from which the present complex mass was derived. The limestone 
and marbles of Canaan and Danbury were probably deposited in 
Cambro-Ordovician time, and the material forming these rocks is 
believed to have been furnished by high land masses located east of 
the Rhode Island border—lands which long ago disappeared. 


55а The sections on the geologic history of Connecticut, the distribution of its granites 
and gneisses, and'the nature and age of its granitic intrusions are reproduced from U. S. 
Geol. Survey Bull. 484. 
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The geologie history of the immensely long time represented by 
the Silurian, Devonian, and Carboniferous ages has not yet been 
completely deciphered. Whether rocks belonging to these ages exist 
in western Connecticut is unknown, but the metamorphosed equiva- 
lents of Carboniferous sediments are represented in the eastern part 
of the State. Though much doubt exists regarding the Paleozoic 
sedimentary record, there is abundant evidence for the statement that 
at frequent intervals during these ages igneous intrusions occurred. 
Masses of igneous rock, which occur as minute dikes and sheets, may 
be considered as remnants of larger masses, which were poured out 
on the surface or hidden *beneath the overlying strata. 

Moreover, an examination of the schists and gneisses of the State 
reveals the fact that all rocks older than the Triassic sandstone have 
been involved in movements within the earth's crust and have ас- 
cordingly been so much metamorphosed as to destroy all fossils 
which they may have contained and to modify the rocks themselves 
beyond recognition. Тһе dates when these far-reaching changes 
took place are believed to coincide with the mountain-making epochs 
marking the close of Ordovician and of Carboniferous time. The 
extent of these changes and their fundamental character are revealed 
by a study of the metamorphic rocks of the State. 

These rocks are chiefly schists and gneisses, and accordingly have structures 
indicating that they have been profoundly changed from their original sedi- 
mentary or igneous character. The original component minerals have been 
rearranged, stretched, and drawn out in lines; new minerals have been 
produced; parts have been fused and recrystallized. Instead of horizontal 
layers or uniform igneous masses, we find twisted and broken rock with layers, 
bands, and ribbon structures in every conceivable position. Moreover, this 
tangle of structure is further complicated by the presence of dikes, seams, and 
veins which have made their way into the rock at different stages of its his- 
tory. In looking at this confused mass of rock which forms the Connecticut 
erystallines it seems apparent that it has taken part in manifold changes which 
went on in the earth’s crust for ages.” 

The mountains and plateaus of Carboniferous time were worn 
down during Triassic time, and the materials of which they were 
composed have gone to make the sandstone of central Connecticut. 
The amount of rock removed from Connecticut prior to Triassic time 
may be judged from the appearance of the rock immediately under- 
lying the Mesozoic strata. The structure of the schists which form 
the floor of the Triassic is such as can be produced only at depths a 
mile or possibly several miles below the earth’s surface. We may be 
reasonably sure, therefore, that mountains of folded strata once 
occupied Connecticut and that the granites and gneisses and schists 
which we see are but the stumps of lofty land masses “ rivaling the 
Alps in height and ruggedness.” 


56 Connecticut Geol. and Nat. Hist. Survey Bull. 6, р. 80. 
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During the formation of the conglomerates, sandstones, and 
shales—a time proved by dinosaur and fish remains to be Triassic— 
lava was poured out over central Connecticut and possibly over the 
entire State. Remains of these flows of basalt now stand as a ridge 
separating the valleys of Farmington and Connecticut rivers. Dur- 
ing Cretaceous time the highlands were lowered and the entire 
surface was reduced practically to а plain sloping from northwest 
to southeast, and the Cretaceous sediments now exhibited on Long 
Island probably also covered southern Connecticut. This plain 
(peneplain) formed during Cretaceous time was uplifted during 
early Tertiary time, and the streams were thereby given greater 
eroding power and began at once to deepen and widen their valleys. 
Continued erosion during the millions of years comprehended in 
Tertiary time resulted in giving to Connecticut the larger features 
of valley and hill, highland and lowland, which exist at the present 
time. 

During the Pleistocene (“glacial”) epoch the surface features of 
Connecticut were again remodeled. The more prominent erosion 
forms of Tertiary time remained, but the details of the scenery were 
completely changed. Hills were rounded off, valleys were filled, and 
the entire State was covered with a mantle of glacial débris. Drain- 
age lines were rearranged and the Jakes, swamps, and bogs so char- 
acteristic of е State were formed. Decomposed rock and “ rotten 
rock" were largely removed from the ledges, leaving fresh rock near 
the surface. This last-mentioned result of glaciation is of interest 
to quarrymen, as the expense and difficulty of procuring commercial 
stone have thereby been greatly lessened. 


DISTRIBUTION OF GRANITE AND GNEISSES IN CONNECTICUT. 


The areas of granite gneiss in Connecticut are shown on the map 
forming Plate XXVIII. The true granites occur in masses so small 
that they are not shown on this map. In fact, unchanged granite 
occupies probably less than one-half of 1 per cent of е 4,990 square 
miles of the State. It will be noticed that the granite gneisses occur 
either as long, narrow bands, as illustrated by the Glastonbury and 
Monson gneisses, in larger areas of irregülar outline like the Sterling 
and Becket gneisses, or in rock masses surrounded entirely by schist, 
as at Bristol and Collinsville. As all of the granite gneisses of the 
State are adapted for use as structural material, and some of them 
also for road metal, and as those who are interested in the quarry 
industry may wish to examine these various types of granite gneiss, 
the following brief description is given of the more important for- 
mations.’ 


ут Abstracted from Connecticut Geol. and Nat. Hist. Survey Bull. 7, pp. 33-38. 
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Becket gneiss.—Is light gray in color, of firm texture, and has a uniform 
banded structure. In many places the rock is highly quartzose and granular. 
The formation includes many veins of quartz and pegmatite. Supposed to be of 
pre-Cambrian age. 

Prospect porphyritic gneiss.—Is light gray in color. The gneissoid appearance 
is produced by bands of granular quartz and feldspar interbedded with layers 
composed ch'efly of biotite. Тһе porphyritie mineral is usually orthoclase, 
white or pink in color, varying from one-sixteenth inch to 8 inches in length. 
The rock is believed to have been a granite porphyry intruded into the Hartland 
schist. 

Bristol granite gneiss.—Typical rock is light gray, with gneisso'd structure 
more or less developed by the presence of layers of biotite; more schistose layers 
contain muscovite. An evenly banded hornblende gneiss occupies part of the 
area. Garnet is nearly everywhere present and in places rises to the rank of a 
principal mineral. The rock was originally a mass of granite and diorite in- 
truded into Hartland schist. 

Collinsville granite gneiss —Two types appear intermingled without order, a 
light gray, heavy-bedded rock, grading into massive granite, and a very dark 
gray to black variety, which grades by imperceptible stages into evenly banded 
hornblende gneiss. The rock consists of feldspar, largely orthoclase, quartz in 
irregular grains, and biotite. Was originally granite and diorite ‘intruded into 
Hartland schist. 

Brookfield diorite—Is usually massive, but shows also gneissoid and even 
schistose phases. Both light and dark types are present, the former containing 
mueh quartz, and in extreme cases no dark mineral except biotite. Тһе dark 
variety shows an almost complete absence of quartz, and in its place dark horn- 
blende. It is an igneous mass intruded into the quartzite and schists of this 


region. 

Danbury granodiorite gneiss——The rock presents two important facies—a 
biotite granite and a diorite in which hornblende becomes an important con- 
stituent and quartz is less prominent. Тһеге are gradations between the two 
types. It is prevailingly porphyritic, with pink or white phenocrysts of feldspar, 
is igneous in origin, and was intruded prior to the time when metamorphic 
action converted igneous and sedimentary rocks alike into gneisses and schists. 

Thomaston granite gneiss —Rock varies in structure from an almost massive 
granite to a rock with distinctly schistose phases. It is of igneous origin, as 
shown by the fact that it often occurs as dikes, and fragments of other rocks 
are included in it. 

Glastonbury granite gneiss—TIwo types—a granite biotite gneiss or a biotite 
granite, in a narrow band along the eastern border, and a darker, well foliated 
gneiss, with biotite, hornblende, and epidote, in the remainder of the area. Both 

. massive and schistose phases sometimes become augen gneiss. Believed to be of 
igneous origin. 

Monson granite gneiss—Where typically exposed, the rock is a fine-grained, 
dark-gray, uniform biotite-hornblende gneiss, marked at short intervals by 
parallel seams of quartz, and with bands of biotite and hornblende. It is 
believed to be of igneous origin. 

Hastford granite gneiss —Тп general, a light or dark gray gneiss, fine grained, 
or in places even porphyritic. The composition and texture show the rock to 
be of igneous origin. 

Sterling granite gneiss —The rock is pink or gray in tone, and is made пр of 
two distinct types—a porphyritic gneiss with an abundance of biotite along 

foliation planes, and ап aplite or granite gneiss practically free from mica. 
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The porphyritie type is always highly gneissoid and the phenocrysts of pink 
feldspar are drawn out into lenticular forms. Where phenocrysts are absent 
the rock shades into a normal granite, which is intermediate between the two 
above-mentioned types. Тһе aplitic type is probably a later intrusion than the 
рогрћугше and normal types. Origin, igneous. 

Willimantic gneiss.—ln general, the rock is coarse grained and often por- 
phyr:tie in structure, usually considerably crumpled and folded. There are two 
varieties, the light and the dark. "The light variety consists of quartz, feld- 
spar, and biotite, in the proportions of a normal granite. 'The dark variety 
contains a relatively smaller amount of feldspar and quartz, with a larger 
amount of biotite and some hornblende. Origin, igneous. 

Canterbury granite gneiss.—The formation consists essentially of a musco- 
vite-biotite gneiss, varying in texture from a fine, even-grained rock to a 
porphyry with feldspars а quarter cf an inch or so in length. Metamorphism 
has produced irregular wavy bands of biotite separated by flattened layers of 
quartz and feldspar. Origin, igneous. 

Maromas granite gneiss.—lt is in some places massive, but usually well 
foliated. Composition is that of a normal granite. (See Sterling granite 
gneiss.) This rock is eruptive and is intruded into the Bolton schist. 

Haddam granite gneiss.—It is a light-colored, rather fine-grained, granitic 
aggregate of quartz and feldspar, through which are scattered small isolated 
flakes of biotite. In the outcrops the rock is a moderately thick-bedded gneiss. 
Origin, igneous. 

Branford granite gneiss—The rock is a medium-grained granite with a 
banded structure, consisting very largely of white feldspar. In the feldspars 
are embedded small round quartz grains, and biotite is also present in about 
equal amount. Small reddish garnets commonly occur, but may fail entirely. 
The rock has a pronounced tendency to weather, with a brownish stain on the 
cleavage surfaces of the feldspar. Origin, igneous. 

Stony Creek granite gneiss—See Sterling granite gneiss. 

Lyme granite gneiss—See Sterling granite gneiss. 

New London granite gneiss —See Sterling granite gneiss. 

Mamacoke gneiss —The rocks occupying the larger areas of this formation 
are decidedly gneissic, sometimes containing much biotite, and more rarely 
hornblende, and are frequently granitic in appearance. The typical rock is 
uniformly medium grained, light to dark gray in color, and consists of white 
feldspar and quartz, with brilliant black mica, and sometimes small amounts 
of hornblende and garnet. The dark minerals constitute about one-third of 
the rock, but the range in both directions is considerable, in one case giving 
rise to a biotite gneiss, in the other a granitic one. Origin, igneous. 


NATURE AND AGE OF THE GRANITIC INTRUSIONS OF CONNECTICUT. 


The stages of the process whereby the granite masses of Connecti- 
cut have attained their present form are not altogether understood. 
It is, however, certain, as stated above, that the granites and granite 
gneisses have been revealed by the removal of overlying material; 
and if we assume erosion to have proceeded much farther and an 
additional thousand feet or.so to have been removed from the rocks 
of the State we should find that, instead of the limited areas of 
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granite gneiss and the few patches of granite now exposed, large 
areas of granite surrounded by gneisses and schists would exist. 

'There are several ways in which molten rock may find its way into 
strata already existing. It may be actually forced into other rocks 
in such а way as to crowd them apart or to lift them bodily. On 
the other hand, the molten mass which later becomes granite may 
work its way quietly into the surrounding rock, melting and assimi- 
lating the overlying strata. This is believed to be the method of 
intrusion by which the Connecticut granites were formed, and a 
mass like the Stony Creek granite gneiss or the Sterling granite 
gneiss is to be considered as merely surface portions of igneous intru- 
sions which extend to great depth. It is quite likely, as previously 
stated, that some of these granite areas represent deep-seated por- 
tions of volcanoes from which at one time granitic lavas were poured 
out over the State. If such lava flows ever existed all traces of them 
have been removed by the erosion of thousands of feet of rock. 

Тһе Bristol and Collinsville granite gneisses represent another 
type of intrusion. In both these localities the Ноозас (“ Hartland ?) 
schist is seen to lap up over the granitic rock, and the gneiss exposed 
shows evidence of being near the top of the original igneous mass. 

It is generally supposed that the granites, and particularly the 
granite gneisses of Connecticut, date from the earliest geologic ages— 
that, in fact, they represent “parts of the original earth’s crust,” 
and this popular view coincides with the opinion expressed by geolo- 
gists who have not studied the occurrence of these rocks in detail; but 
there is little to justify this view of the great age of most of the 
granitic rocks. With the possible exception of the Becket gneiss, 
no gneisses in Connecticut are regarded as of pre-Cambrian age, 
and the fact that the Sterling granite gneiss cuts metamorphosed 
Carboniferous sediments make it unnecessary to ascribe a date 
earlier than the Carboniferous for most of the intrusives in the 
eastern part of the State. 

The last of the great earth movements that gave the structure to 
the metamorphic rocks of Connecticut occurred, presumably, at the 
close of Carboniferous time, and though the structure of some of 
the granite gneisses indicates that they have been subjected to more 
than one series of earth movements, the structure of others may be 
explained on the theory that they have passed through only one 
period of metamorphism. For example, the gneissoid character of 
the Sterling granite gneiss is believed to date from post-Carboni- 
ferous time. If this hypothesis is correct, the igneous gneisses are, 
in part at least, younger than the schists with which they are asso- 
ciated. The granites which are little or not at all metamorphosed 
are probably of two periods, the first coincident with the movements 
which produced the gneissoid and schistose structure in the rocks, 
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and the second at some later date. This second date of intrusion is 
proved by the fact that the massive granites have not been subjected 
to the pressure which produced the gneisses and that they cut into 
and through the granite gneisses. Occasionally, moreover, fragments 
of gneiss are included in the granite itself. Тһе descriptions of 
Stony Creek granite gneiss and Westerly granite (pp. 877, 406, and 
415) make this relationship clear. Тһе relative age of the various 
granites and gneisses may be stated as follows: The granite gneisses 
intruded into the ancient sediments are the oldest. Тһе less meta- 
morphosed granites come next; the pegmatites were formed at the 
same time as the granites or at a slightly later date, and dikes of 
granite were intruded after most of the pegmatites were formed. 
For instance, part of the granite quarried at Westerly is intrusive 
in pegmatites, granite, and granite gneiss alike and appears to be 
the latest formed rock in southeastern Connecticut. 


GRANITE QUARRIES OF CONNECTICUT. 


Тһе locations of the quarries are shown on the geologie map (Pl. XXVIII) by 
symbols. 


FAIRFIELD COUNTY. 


BRIDGEPORT. 


The Burlison or Parsons quarry is in Bridgeport Township, on the Trum- 
bull Road, about 750 feet south of the Trumbull line and about 34 miles north- 
northeast of the Bridgeport railroad station. Owner, C. Lewis Bill, Park Gar- 
dens, Bridgeport. Quarry disused since 1913, but not abandoned. 

Тһе granite (specimen D, ХХХ, 40 a) is a muscovite-biotite granite gneiss of 
medium bluish-gray color and fine-grained gneissic texture, with finely lami- 
nated, unplicated foliation, its particles being under 0.2 inch. Its constituents, 
in descending order of abundance, are translucent bluish potash feldspar (micro- 
cline and orthoclase), clear colorless quartz, translucent bluish soda-lime feld- 
spar (oligoclase-andesine), muscovite (white mica), and biotite (black mica). 
Accessory: Zireon, apatite. Secondary: White mica and calcite, but not enough 
to effervesce with muriatic-acid test. 

Owing to its foliaceous texture the stone looks very different on its rift, grain, 
and hardway sides, and the muscovite gives its rift face a brilliant sheen. 

The quarry measured in 1908 about 100 by 50 feet and 25 to 30 feet in depth. 

Rock structure: The gneiss foliation strikes М. 30? Е. and is vertical Тһе 
sheets, 6 inches to 8 feet thick, dip 25° NE. and are in places horizontal. There 
are three sets of joints—(a), strike М. 50° W., dip 40°-50° NE., spaced 3 to 40 
feet; (b), strike N. 55° W., dip 60° SW., forms a heading at the north-north- 
east wall, one 50 feet south of it, and a third at the south-southwest wall; (с), 
strike about north, dip steep east, forms a heading on west side. The rift seems 
to correspond to the foliation (N. 30° E., vertical), the grain to be horizontal. 
and the hardway vertical, М. 50° W. Pegmatite occurs parallel to the foliation. 

Transportation, by cart. 

The product was used for cellars, walls, and trimmings, for which its even 
foliation well adopts it. Specimen: Trimmings of Bridgeport railway station. 
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DANBURY, 


The Treadwell prospect is in Danbury Township, 1$ miles north-northwest 


of the Danbury railroad station, on a ridge east of the Padanaram road, on т 
the farm of Stephen B. Treadwell. 

The granite is an unevenly banded fine-grained dark to medium pinkish gray 
biotite gneiss. It consists of pinkish and milk-white feldspar, smoky quartz, 
and black mica. 

Stone has been quarried for underpinning, off and on for years, from small 
openings 250 and 500 feet east of the house. 

Rock structure: The gneiss foliation strikes N. 45°-55° W. and dips 50° 
NE. to 90°. It is injected with pegmatite. The ledges are probably extensive, 
but concealed by a thin cover of gravel and clay. 


GREENWICH, 


The Voorhis quarry is in Greenwich Township at the head of Byram 
Harbor, a mile southwest of the Greenwich railroad station. (See map, fig. 85.) 
Quarry abandoned since 1908. 

The “Greenwich” blue-black granite (specimen D, XXX, 43, a) is a mica 
diorite gneiss of extremely dark bluish-gray color (darker than “ Quincy extra 
dark") and of coarse porphyritic gneis- 
sie texture, with  feldspars, mostly 
twins, forming lenses up to 2 by 04 
inch, but mostly not over 1 by 0.8 inch, 
and down to 0.3 by 01 inch. The long 
axes of these lenses are parallel to the 
rock foliation and the plane between 
the twin crystals is nearly so. The 
constituents of the rock, named in de- 
scending order of abundance, are me- 
dium translucent  bluish-gray soda- 
lime feldspar (andesine, with possibly 
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Figure 85.--Мар of part of Greenwich, Jess potash feldspar (microcline) ; 
т уоона ares n clear colorless quartz ; and green horn- 
Voorhis; 47, Christiano, Oak Ridge; 48, "lende. ^ Accessory: Pyrite, titanite, 
Christiano, Hamilton Avenue. apatite, allanite, zircon; the three first 

in some abundance. Secondary: Ері- 
dote, kaolin, a white mica, calcite. Тһе rock effervesces slightly with muriatic- 


acid test. 
Two tests of the ultimate transverse strength of this granite made at the 


United States arsenal at Watertown, Mass., in November, 1896, on pieces 15 
inches long between supports, yielded these results: 


Results of transverse tests of “ Greenwich” blue-black granite and Quincy 
granite. 


Test No. | Breadth.| Depth. ae Мори 


Inches. | Inches. | Pounds. | Pounds. 


Greenwich. 9762 1.01 1.02 152 23,251 
"Do-- ~ 9763 1.02 1.02 177 43,757 
дшпсу.... 2%-45-9-5555554-5---55-552242- 2 9765 1.01 1.02 177 2,164 


в Average modulus of rupture of Greenwich granite, 3,507 pounds. 
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The rock is exceedingly tough under the hammer. It is dark yet brilliant, 
and the contrasts between its black mica and bluish-gray feldspars are very 
marked and pleasing. Its apparent texture and shade differ on its three sides. ` 
Тһе side parallel to the foliation, showing hardly any feldspar, is black; the 
side at right angles to the foliation and parallel to the long axes of the lenses 
shows the feldspar most conspicuously; and the side transverse to those axes 
shows the light and dark minerals more evenly mixed. А structure built of 
the stone set on the edge of its foliation would be almost black. Its appear- 
апсе would differ somewhat according as the grain face or the hard-way face 
were alone exposed, and if the stones were laid promiscuously, without regard 
to texture, the effect would be still different. 

Тһе quarry, opened before 1833, measured іп 1908 about 500 feet from north 
to south by 200 feet across and 50 feet in depth. 

Rock structure: The gneiss foliation strikes М. 15°-20° E. and is vertical. 
The sheets, 1 to 85 feet thick, strike М. 80° W., dip 20? S., and are mostly 
separated by small aplite dikes. One set of joints only; strike М. 65° W., dip 
vertical or very steep and slickensided. Тһе rift is reported as parallel to 
the foliation; the grain as vertical, with М. 80? W. course; and the hardway 
horizontal. Small dikes of aplite (described on p. 44) run parallel to the folia- 
tion and also undulate horizontally. 

Transportation, by cart 500 feet to а wharf admitting schooners of 63 feet 
draft at high tide. 

The product was used for buildings and massive structures, and the waste 
for riprap. Specimens: Fort Schuyler, Throgs Neck, Long Island Sound; 
physicians’ quarters at south end of Blackwells Island, East River; Episcopal 
Church, Port Washington, Long Island; residence of C. J. Osborn, Mamaro- 
neck, М. У.; wall about Trinity Cemetery, One hundred and fifty-third Street 
and Broadway, New York City. 

The Ritch quarry is in Greenwich Township, on the west side of Byram 
Harbor, 14 miles southwest of Greenwich railroad station. (See map, fig. 85, 
р. 862.) Operators, W. & S. Ritch, Port Chester, М. Y. Quarry abandoned. 

The granite (specimens D, XXX, 42, a, b), “ Greenwich” blue-black granite, 
is a mica diorite gneiss of extremely dark bluish-gray color and coarse porphy- 
ritie gneissic texture identical with that of the Voorhis quarry, described above. 

The quarry іп 1908 was about 200 feet square, with working faces 15-40 feet 
high on the north, south, and west. 

Rock structure: The gneiss foliation strikes N. 20° Е, and dips 90°. Тһе 
sheets, 2 to 8 feet thick and generally separated by thin aplite dikes, dip 25° W. 
There are two sets of joints—(a), strike М. 80° W., vertical, spaced 2 to 10 
feet, forms the north and south walls and two headings near the center; (b), 
strike М. 159-209 W., vertical, spaced 10 feet or more. The rift is reported as 
parallel to the foliation, the grain vertical with N. 80° W. course, and the 
hardway horizontal. Pegmatite dikes, mostly of feldspar, the largest 16 inches 
thick, meander vertically along the foliation. Dikes of aplite, 0.25 inch to 
2 inches thick (specimen D, XXX, 42, c), are of medium bluish-gray color and 
very fine texture with particles under 0.1 inch. (See for details p. 44.) This 
aplite differs from the gneiss only in its poverty of mica and richness of quartz. 
Rusty stain 15 an inch thick on sheet and joint faces. 

Transportation, by cart 500 feet to wharf admitting schooners of 7 feet draft 
at high tide. 

The product is used for buildings and street work and the waste for riprap. 
Specimens: Catholic churches in Flushing and Mamaroneck, М. Ү., and Stam. 
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ford, Conn.; Catholie cathedral and bishop house at intersection of Vanderbilt, 
Lafayette, Olermont, and Green avenues, Brooklyn. 

The Christiano Oak Ridge quarry is in Greenw:ch Township at the north 
end of the ridge between Bush and Byram harbors, about three-fifths m‘le west- 
southwest of the Greenwich railroad station. (See fig. 85.) Operator, Joseph 
Christiano, Greenwich. Quarry abandoned. 

The granite (specimen D, XXX, 47, a), * Greenwich” blue-black granite, is an 
extremely dark bluish-gray mica diorite gneiss, identical with that of the 
Voorhis quarry, deseribed on page 362, except that it has a little augite besides 
the hornblende. 

The quarry, opened in 1901, measured in 1908 about 175 by 150 feet and 
from 10 to 20 feet deep. 

Rock structure: The gneiss foliation strikes М. 159-209 E. and dips 90°. Тһе 
sheets, 2 to 10 feet thick, are horizontal or dip very low east. There are four 
sets of joints—(a), strike М. 75° W., vertical, spaced 1-10 feet; (0), strike М. 
20? Е., vertical or steep west, spaced 3-10 feet, coinciding with the small aplite 
dikes; (c), strike М. 30° W., vertical (exceptional), spaced as low as 5 feet; 
(d) (one only), strike N. 85? W., dip 55? about north. Pegmatite dikes, in 
beadlike lenses up to 8 inches thick, are either parallel to the foliation or 
branch from it. Тһе numerous aplitic dikes, from 0.25 to 3 inches thick, strike 
with the foliation but have plications from 1 to 6 feet across. This aplite 
(speeimen D, XXX, 47, b) is of very light gray color and very fine texture, and 
is almost identical with specimen 42, c, from the Ritch quarry, described on 
page 44. 

'Transportation, by cart. 

The product is used for buildings, and the waste is crushed for roads. Speci- 
men buildings: Catholic Church, Bruce Memorial gate (Bruce Park, Green- 
wich Avenue and Steamboat Road), ала residence of Charles Hirshhorn. 
North Street, Greenwich. 

The Christiano Hamilton Avenue quarry is in Greenwich Township, half 
a mile northwest of the Greenwich railroad station. (See fig. 85, p. 362.) Op- 
erator, Joseph Christiano, Greenwich. Quarry abandoned. 

The granite (specimen D, XXX, 48, а), “ Greenwich” blue-black granite, is 
a miea diorite gneiss of extremely dark bluish-gray color identical with that 
of the Voorhis quarry, described on page 862. 

Тһе quarry, opened in 1878, measured in 1908 about 60 by 30 feet and from 
10 to 20 feet deep. 

Rock structure: The gneiss foliation strikes N. 15° E. and is about vertical. 
Sheets are hardly developed. There are two sets of joints—(a), strike М. 45° 
W., vertical, spaced 8 to 15 feet; (b), loose, strike М. 15° E., vertical, spaced 
10 feet. Тһе rift is reported as parallel to the foliation, the grain at right 
angles to it and vertical, and the hard way horizontal. 

Transportation, by cart. 

The product is used for buildings. Specimens: Residences of George Е, 
Weed, Rockside Park, and of James McCutcheon, Belle Haven Park, Green- 


wich. 
NORWALK, 


The Hall quarry (formerly known as tbe Bates quarry) is in Norwalk Town- 
ship, about 14 miles northeast of the Norwalk railroad station. Operator, 
Irving Hall, Norwalk. 4 

The granite (specimen D, ХХХ, 44, a) is а muscovite-biotite granite gneiss 
of light warm-gray color and of gneissic medium inclining to fine texture, 
with feldspars and mica to 0.25 inch. It is brightly spangled with mica on its 


. 
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foliation face. Its constituents, named in descending order of abundance, are 
light cream-colored potash feldspar (microcline), but little kaolinized ; pale 
smoky quartz, with cavities in sheets; milk-white soda-lime feldspar (oligo- 
clase albite), much kaolinized, micacized, and with calcite; muscovite (white 
mica); and biotite (black mica). Accessory: Garnet, apatite. Secondary: 
Kaolin, a white mica, calcite, some in veinlets. Effervesces freely in places 
with muriatic-acid test. 

The quarry іп 1908 was about 50 feet square and from 20 to 30 feet deep. 

Rock structure: Тһе gneiss foliation dips 5? to 20? NW. Тһе sheets, 1 to 4 
feet thick, parallel to the foliation, are but imperfectly developed. "There are 
two sets of joints—(a), strike N. 40? E., vertical, forms the north wall; (b), 
strike northwest, vertical, spaced 2 to 8 feet, forms the east and west walls 
and a heading 8 feet wide near the north wall. Some of the joints of this 
heading have been parted 0.25 to 2 inches and filled with quartz. Both sets 
of joints are slickensided. The rift is along the foliation. 

Transportation, by cart. 

The product is used for walls, underpinning, steps, etc. The quarry is worked 
only occasionally. ; 
HARTFORD COUNTY. 

BRISTOL. 


Тһе Dunn quarry is on Divinity Street, in Bristol, about a mile west- 
southwest of the center of the borough. Quarry no longer operated. 

Тһе granite (specimen D, XXX, 62, a, “ Bristol granite gneiss," No. 10 of the 
State preliminary geologic map) is a garnetiferous quartz monzonite gneiss of 
light, including to medium bluish-gray color and of gneissic banded fine texture, 
with feldspars up to 0.2 inch, mica to 0.1 іпеһ, and garnets to 0.08 inch. It has 
wavy bands and lenses of light and dark and reddish color, the light bands up 
to 0.5 ineh in width, the dark to 0.3 inch, and the reddish to 01 inch. Its 
constitueuts, in descending order of abundance, are clear to whitish soda-lime 
feldspar (albite), some of it sl'ghtly kaolinized; clear bluish quartz, with 
cavities in sheets; a little potash feldspar (orthoclase) ; biotite (black mica), 
some of it chloritized. Accessory: Garnets (fourth or fifth in order of abun- 
dance), magnetite, apatite. Secondary: Kaolin, chlorite, limonite. 

This is a hard, serviceable, and attractive stone. 

The quarry consists of two openings, one about 100 by 50 feet and 5 to 10 
feet deep, the other 50 feet square, barely opened in 1909. 

Rock structure: The gneiss foliation strikes east and dips steeply south. 
The sheets, З to 8 feet thick, are irregular. There are three sets of joints— 
(а), strike about north, with headings 12 feet wide; (b), strike about east; 
(c), diagonal. The spacing of joints in the smaller opening admits the quarry- 
ing of blocks 10 feet square by 3 to 5 feet. 'The rift in both openings is across 
the foliation, 

Transportation, by eart 1 mile to railroad. 

The product was used for foundations and buildings. “ Brightwood,” Mrs. 
W. A. MeKay's mansion on West Street, in Bristol was built of this granite, 
but some of it came from another now disused quarry, and some from the site 
of the mans‘on itself, 

The Seymour Street quarry, in Bristol is operated occasionally by the 
Pierson Engineering & Construction Co., Bristol. 

The granite is like that of the Dunn quarry; the opening is small and 
irregular. 
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The Glastonbury quarries, as shown on the map (fig. 86), are scattered 
along a S. 48? W. ridge, the northern part of which is now known as Min- 
nechaug Mountain, ealled also locally Birch Mountain, and the southern part 
of which goes by the name of Eightmile Н.П. Тһе gneiss foliation at the 
quarries strikes М. 45°-80° E., averaging about N. 60° E., and thus differs 
but little from the trend of the ridge. Тһе strike at the Curtis quarry, how- 
ever, is about north. -The Peterson quarry, in Bolton, Tolland County (p. 399), 
is on the northeastern continuation of the same ridge. Тһе Strike there is 
N. 10? E. 
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Vieure 86.—Map of Glastonbury, Conn., showing location of granite gneiss quarries. 
32, Corbin; 33, Gorman; 34, Danielson; 35, Belden ; 36, Curtis; 37, Brooks; 38, Slater; 
39, Glastonbury Granite Works. 


Тһе rock at these quarries is а more or less obscurely porphyritic biotite 
granite gneiss, with feeble mineral contrasts and a marked foliation, but its 
texture and shade vary slightly at different quarries. It is designated on the 
State preliminary geologic map “Glastonbury granite gneiss, No. 15.” The 
Glastonbury quarries have long supplied curbing and crosswalks to the city 
of Hartford, for which the foliation of the stone admirably adapts it. 

The Corbin quarry is in Glastonbury, at the top of Birch Mountain, 5 
miles east-northeast of Glastonbury village. (See fig. 86.) Operator, A. S. 
Freeburg, Hartford. 

The granite (specimen D, XXX, 32, a) is a biotite granite gneiss of medium- 
gray shade and of fine gneissic texture, with porphyritic feldspars up to 0.3 
inch, and matrix with particles under 0.05 inch. In places it has minute brown- 
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ish stains. «ts constituents, in descending order of abundance, are cream- 
colored to milk-white potash feldspar (microcline and orthoclase), somewhat 
kaolinized; clear colorless quartz; clear to translucent colorless soda-lime 
feldspar (oligoclase) ; and biotite (black mica), some of it chloritized, with 
a little muscovite or bleached biotite. Both feldspars are intergrown with 
quartz more or less circular in cross section. Accessory: Epidote,5® apatite, 
allanite, titanite. Secondary: Kaolin, limonite proceeding from allanite and 
producing the brown spots referred to, chlorite. No effervescence with muri- 
atic-acid test. 

The quarry is a small, irregular opening, begun in 1905. 

Rock structure: Gneiss foliation and rift d.p about 10° N. 50° W. ‘The sheets, 
up to 3 feet thick, are horizontal or dip low N. 50° W. Pegmatite dikes are up 
to 4 inches thick. 

Transportation, by cart 12 miles to Hartford. 

The product is used entirely for curbing and circulars. 

The Glastonbury Granite Works quarries are in Glastonbury Township, 
on Hebron Avenue, close to the village of Buckingham, 44 miles east of Glas- 
tonbury village. (See fig. 86.) Operator, Glastonbury Granite Works (Inc.), 
Glastonbury. 

The granite (specimen: D, ХХХ, 39, a) is a biotite granite gneiss of medium, 
inclining to dark gray shade (thus darker than the Corbin quarry stone), and 
of fine gneissic texture, with porphyritic feldspars, the largest 0.3 inch, and 
matrix with particles under 0.1 inch. Its constituents, named in descending 
order of abundance, are cream-colored potash feldspar (microcline, somewhat 
kaolinized, and orthoclase); medium smoky quartz; whitish soda-lime feld- 
spar (oligoclase to oligoclase-andesine), slightly micacized, some of it inter- 
grown with quartz more or less circular in cross section; biotite (black mica), 
some of it chloritized, and a little muscovite or bleached biotite. Accessory: 
Epidote, titanite, allanite, apatite, zircon. Secondary: Kaolin, chlorite, а 
white mica, limonite stain, hematite. No effervescence with muriatic-acid test. 

The first quarry, opened in 1908, was about 40 feet square by 20 feet deep. 
Since then an opening has been made on the west and still another on the 
southeast. 

Rock structure: Gneiss foliation and rift strike N. 80° E. and dip 25% М, 
The sheets, 10 feet thick, dip with the foliation. The grain and hard way are 
equal. 

Transportation, by cart 10 miles to Hartford. 

The product is used for curbing, crosswalks, and steps. 

The Gorman quarry is in Glastonbury, at the foot of Birch Mountain, a 
little south of the Manchester line, about 53 miles east-northeast of Glaston- 
bury village. (See fig. 86, location approximate.) It is now disused. 

The granite (specimen D, XXX, 88, (a), is a biotite granite gneiss of 
medium, very slightly bluish gray color, and of fine gneissic texture, with 
porphyritic feldspars to 0.8 inch in a matrix with particles under 0.1 inch, іп 
а thin section mostly from 0.11 to 0.39 millimeter. Its constituents, in de- 
scending order of abundance, are m'Ik-white potash feldspar (microcline, 
kaolinized, and orthoclase); pale smoky quartz showing effects of strain and 
with some cavities; translucent whitish soda-lime feldspar (oligoclase) ; biotite 

(black mica); and a little muscovite or bleached biotite. Accessory: Epidote, 
magnetite, apatite, garnet, allanite. Secondary: Kaolin, limonite stain. Both 


55 Rice and Gregory regarded the epidote as probably of primary origin. See their 
Manual of the geology of Connecticut, 1906: Connecticut Geol. and Nat. Hist. Survey 
Bull. 6, p. 118. Some of it forms rims about allanite. 
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Ieldspars are intergrown with quartz circular in cross section. No effer- 
vescence with muriatic-acid test. 

This stone is less weathered than that of the last two quarries, and therefore 
harder. It has been used for buildings, steps, etc. 

The Danielson quarry is in Glastonbury Township, on the south side of 
the top of Eightmile Hill, 84 miles southeast of Glastonbury village. (See 
fig. 86.) It is now disused. 

The granite (specimen D, XXX, 34, a) is a biotite granite gneiss of dark, 
inclining to medium brownish-gray color and of fine marked gneissie texture, 
with porphyritic feldspars to 0.8 inch in a matrix with particles under 0.1 
inch, in thin section mostly between 0.11 and 0.84 millimeter. Its constituents, 
in descending order of abundance, are pale-buff to pinkish potash feldspar 
(microcline and orthoclase), somewhat kaolinized; medium smoky quartz 
showing effects of strain and with some cavities in sheets; grayish translucent 
soda-lime feldspar (oligoclase), slightly kaolinized; and biotite (black mica). 
Accessory: Epidote (fifth in order of abundance), apatite, magnetite, allanite, 
Secondary: Kaolin, 1 monite, hematite (stain), No effervescence with muri- 
atic-acid test. 

'The quarry measured, in 1908, about 60 by 35 feet and 10 feet deep. 

Rock structure: Gneiss foliation and rift strike М. 55° E. and dip 25? N. 
'The sheets, 1 to 2 feet thick, are also parallel to these. "There is one joint on 
the north side, striking N. 70° E. Vertical pegmatite dikes, 3 to 6 inches thick, 
Strike М. 80° W. Some of smoky quartz up to 4 inches thick, 

Transportation, by cart 10 miles to Hartford. 

The product was used for curbing and steps. 

Тһе Belden quarry is in Glastonbury Township, on Eightmile Hill, 0.3 mile 
south of the Hartford turnpike and 3 miles southeast of Glastonbury village. 
(See fig. 86.) Operator, H. T. Lingner, East Glastonbury. 

The granite (specimen D, XXX, 35, a) is a biotite granite gneiss of medium 
buff-gray color (a trifle lighter than “Concord granite") and of fine gneissic 
texture, with feldspars to 0.2 inch and rflica, in aggregates, up to 0.5 inch, con- 
spicuous along the foliation. Рогрһуг с texture not apparent. Its constitu- 
ents, in descending order of abundance, are cream-colored potash feldspar 
(microcline and orthoclase), somewhat kaolinized; pale smoky quartz, some of 
it in long laminae 0.28 millimeter wide; whitish soda-lime feldspar (oligoclase), 
somewhat kaolinized ; biotite (black mica) ; and a little muscovite or bleached 
biotite. Accessory: Garnet (fifth in order of abundance), ep:dote, magnetite, 
allanite. Secondary: Kaolin, limonite stain, calcite. No effervescence with 
muriatic-acid test. 

The quarry consists of several openings, some of which were made іп 1868. 
The one worked in 1908 measured 50 by 40 feet and 20 feet deep. 

Rock structure: Gneiss foliation and rift strike northeast and dip 10° to 20° 
NW. The sheets, 6 inches to 5 feet thick, are parallel to these. There are two 
sets of joints—(a), strike N. 20° E., vertical, forms the north wall; (b), strike 
М. 65° W., vertical, forms the east and west walls and recurs in center, discon- 
tinuous. The grain is reported as vertical, with north-south course. Pegmatite 
dikes are up to 6 inches thick. Some smoky quartz veins or lenses. 

Transportation, by cart 10 miles to Hartford. 

The product is chiefly used for curbing and crosswalks, and smaller blocks 
for paving. Blocks 14 to 2 inches thick are prepared for lining tubes at feld- 
spar-crushing works instead of the oak timber formerly used for that purpose. 

The Brooks quarry is in Glastonbury Township, on the northeast side of 
Eightmile Hill, 34 miles east-southeast of Glastonbury village. (See fig. 86.) 
Operator, Henry R. Brooks, R. D., Glastonbury. 
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The granite is a biotite granite gneiss of medium-gray shade and fine 
gneissic porphyritie texture, identical in composition with that of the Corbin 
quarry, described on page 366, and with the same minute brown spots, due to 
allanite. 

Тһе quarry, opened in 1889, measured in 1908 about 400 feet from east to 
west by 150 feet across at one end and 50 feet at the other, and from 5 to 60 
feet deep. 

Rock structure: The gneiss foliation and rift strike М. 70° E. and dip 25° 
М. 20? W. Тһе sheets, 1 to 6 feet thick, are parallel to these. There are two 
sets of joints—(a), strike М. 75% E., dip steep S. 15? E., spaced 10 to 20 feet; 
(b), strike М. 35° W., vertical, spaced 20 feet. The grain is vertical, north to 
south, but the stone breaks with equal facility along the hard way. Four 
vertical pegmatite dikes, the largest 10 inches thick, strike М. 77° W. and are 
10 feet or more apart. 'This pegmatite (specimen D, ХХХ, 87, b) consists of 
cream-colored feldspar and smoky quartz, with sparse minute garnets and 
rare scales of biotite and muscovite. 

Transportation, by cart 10 miles to Hartford, or 54 miles to rail at South 
Manchester, ог 5 miles to wharf at Naubue (Glastonbury landing), on the 
Connecticut. 

The product is used for curbing and building. 

Specimens: Curbing and steps, Cheney Park, South Manchester, and trim- 
mings on Methodist Church at Windsor. 

The Slater quarry is in Glastonbury Township, one-fourth mile west-south- 
west of the Brooks quarry and about 8} miles southeast of Glastonbury vil- 
lage, (See fig. 86.) Quarry now disused. 

The granite is a biotite granite gneiss, identical with that of the Corbin 
quarry described on page 366. 

The quarry was in 1908 20 feet square and 15 feet deep. 

Rock structure: Gneiss foliation and rift strike N. 55° E. and dip 30° N. 
85° W. .'The sheets, 2 to 4 feet thick, are parallel to these. There are two sets of 
joints—(a), strike northeast, dip 40° SE., spaced 15 feet; (b) strike northwest, 
vertical, one only. The grain is vertical, north to south, but the rock breaks 
equally well along the hard way. Four-inch pegmatite dikes strike N. 70° W. 
A 12-inch vertical dike strikes М. 10° E., carries muscovite in plates up to 5 
inches square and 4 inches thick, about 6 inches apart, the rest of the dike 
being mostly feldspar. 

The product was used for curbing, crosswalks, and steps. 


LITCHFIELD COUNTY. 


CORNWALL. 


The Benedict quarry is in Cornwall Township, on the north side of White 
Rock, three-fourths mile east of Cornwall village. Owner, Trusten Н. Вепе- 
dict. Quarry disused. 

The granite (specimens D, ХХХ, 60, a, b, c), is a biotite-muscovite granite 
gneiss of medium bluish-gray color and of medium, inclining to fine gneissic 
texture, with feldspars to 0.8 inch and mica to 0.1 inch; also with rare por- 
phyritic clear feldspars, the largest 0.4 inch. Its constituents, in descending 
order of abundance, are clear bluish potash feldspar (microcline and ortho- 
clase), intergrown with quartz that is circular in cross section; clear colorlegs 
quartz; translucent to milk-white soda-lime feldspar (oligoclase), somewhat 
kaolinized and with calcite; biotite (black mica) ; and muscovite (white mica). 
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"Accessory: Illmenite (probably) surrounded by titanite, apatite, allanite, zir- 
eon. Secondary: Calcite, epidote, kaolin, a white mica. There is a little minute 
vermicular intergrowth of quartz and feldspar and some granulation of the 
feldspars. Slight effervescence with muriatic-acid test. 

This is a bright-bluish foliaceous stone, without marked mineral contrasts. 

The quarry is 75 feet square by 10 to 15 feet deep. 

Rock structure: Gneiss foliation and rift strike N. 50° E. and are vertical. 
The sheets, 2 to 4 feet thick, dip low northwest. There are two sets of joints— 
(a), strike М. 60°-75° W., vertical, spaced 20 to 25 feet, forms a heading on the 
south wall; (b), strike М. 10° E., vertical, spaced 15 feet. The grain is vertical, 
with northwest course. Pegmatite dikes up to 2 inches thick strike М. 15° Ж, 
Between the quarry and the cemetery on the north side of the road a similar 
gneiss is in contact with, or contains an inclusion of, a fine-grained biotite gneiss 
with particles up to 1 millimeter, consisting of quartz, biotite, microcline, and 
oligoclase-andesine, with accessory apatite, titanite, zircon, and striking М. 10?— 
20° E. 

Transportation, by cart 44 miles to rail at Cornwall Bridge. 

The product was used for trimmings, for which its foliation and color well 


adapt it. 
LITCHFIELD, 


The Mascetti quarry, 24 miles south of Torrington, is in the township of 
Litchfield, three-fourths mile northwest of Hast Litchfield village, on the west 
side and south end of a knoll rising 480 feet above the village. Operators, 
Mascetti & Holley, Torrington. Idle since 1918. 

The granite (specimen D, XXX, 53, a) is a muscovite-biotite granite gneiss of 
medium, inclining to light bluish-gray color and of fine gneissic texture, with 
feldspars under 0.2 inch and mica mostly under 0.1 inch. Its constituents, 
named in descending order of abundance, are clear bluish potash feldspar 
(microcline) ; light smoky quartz with cavities; milk-white soda-lime feldspar 
(oligoclase), somewhat kaolinized and intergrown with quartz, circular in eross 
section; muscovite (white mica); and biotite (black mica) in smaller flakes, 
some of it chloritized. Accessory: Garnet (sixth in order of abundance), tour- 
maline, apatite, zircon. Secondary: Kaolin, calcite, chlorite. The rock effer- 
vesces slightly with muriatic-acid test. 

This rock is brilliant, with muscovite on its foliation face. 

The quarry, opened about 1903, was in 1908 about 200 feet long, with a 
working face 50 feet high on the east. 

Rock structure: Gneiss foliation and rift strike М. 20° E. and dip 20°. Тһе 
sheets, 2 to 4 feet thick, dip 20° to 50° NW. One set of joints only, strike. 
N. 5° E., dip 65° Е., spaced 3 to 20 feet and over. Pegmatite dikes, with black 
tourmaline and bordered with aplite, 1 to 2 feet thick, meander vertically with: 
а №. 15? E. course. Others up to an inch thick are parallel to the foliation. 

Transportation, by cart 12 miles to East Litchfield, or 23 miles to Torrington.. 

The product is used for curbing and steps, for which it is well adapted. 


NORFOLK, 


The Crissey quarry is in Norfolk Township, on the southeast side of Bald 
Mountain, 2% miles north-northwest of the village of Norfolk. Owner, R. I. 
Ofissey, Norfolk. 

The granite (specimen D, ХХХ, 61, a, b,) is a biotite-muscovite granite- 
gneiss of medium, very slightly greenish gray color and of even-grained, fine, 
obscurely gneissic texture, with feldspars under 0.2 inch and mica under 0.1 
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inch. Its constituents, іп descending order of abundance, are clear colorless 
potash feldspar (microcline and orthoclase); clear colorless quartz, with some 
eavities in sheets; milk-white soda-lime feldspar (oligoclase), mostly kaolinized, 
mieacized, and with calcite; biotite (black mica), some of it chloritized ; and 
museovite (white mica). Accessory: Magnetite, apatite, allanite (rimmed with 
epidote), zireon. Secondary: Kaolin, calcite, a white mica, epidote, limonite 
stain. 'There is some feldspar granulation and also vermicular intergrowth of 
quartz and feldspar. 

The stone effervesces with muriatic-acid test. В. C. Wells, a chemist of 
this Survey, finds that it contains 0.36 per cent of CaO (lime), soluble in warm 
dilute (10 per cent) acetic acid, which indicates a content of 0.64 per cent of 
СаСОз (calcium carbonate, calcite). 

This is a bright, fine-grained: gray granite, without mineral contrasts and 
without contrasts of tint between cut and polished faces. 

The quarry, opened before 1880, consists of four excavations, the highest 
and largest of which measures about 150 feet from southeast to northwest and 
has a working face 50 feet high on the northeast. 

Rock structure: The sheets, 6 inches to 5 feet thick (some reported as 7 
feet but now covered), dip 10° NW. and are normal. There are two sets of 
joints—(a), strike N. 80° E., dip steep south to 90°, forms the northwest and 
southeast walls; (b), strike М. 20° E., vertical, discontinuous, spaced 5 feet 
or more. The rift is reported as about horizontal, but the rock splits south- 
east-northwest. 

Transportation, by cart 1 mile to Central New England Railway. 

The product was used for buildings, monuments, and coping. Specimens: 
Chapel of Congregational Church and the railroad station at Norfolk; Egbert 
T. Butler and Anson Gaylord monuments, Norfolk Center Cemetery. 

This quarry, originally opened for coping for the Hoosac Tunnel, in Massa- 
chusetts, was closed in 1893, owing to a difficulty with the railroad as to 
freight rates. 

ROXBURY, 


The Rockside quarry is in Roxbury Township, on the east side of Miné 
Hill, four-fifths mile north of Roxbury station. Although this quarry is dis- 
used it is described on account of its geologic interest and its former economic 
importance. 

The granite (specimen D, XXX, 57, a) is a muscovite-biotite granite gneiss 
of medium bluish-gray color and of fine-grained, even, unplicated gneissic 
texture, with particles under 0.2 inch and conspicuous white mica along its 
foliation.” In thin section the particles, aside from muscovite, range from 
0.11 to about 2 millimeters. Its constituents, in descending order of abundance, 
are translucent bluish potash feldspar (mostly microcline with some ortho- 
clase), slightly kaolinized; clear colorless quartz with cavities in sheets, one 
conspicuous set with cracks parallel to it, another less abundant at right 
angles to the first; muscovite (white mica); whitish soda-lime feldspar .(oligo- 
clase); the stone of an upper opening shows oligoclase to oligoclase-andesine), 
somewhat kaolinized and micacized; and biotite (black mica). Accessory: 
Apatite (rather abundant), zircon. Secondary: Kaolin, one or two white 
micas, calcite. No effervescence with muriatic-acid test. 


5 W. H. Hobbs regards the muscovite as secondary and formed at the time of the 
foliation. Не also describes the feldspar as crushed and granulated. See Rice, W. N., 
and Gregory, Н. E., Connecticut Geol, and Nat. Hist. Survey Bull. 6, p. 110. 
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Тһе quarry, opened in 1890, measured in 1908 about 800 feet from northeast 
to southwest by 275 feet across, with a working face on the northwest side 
85 to 75 feet high. 

Rock structure: Тһе gneiss foliation dips gently southeast on the outer east 
side of the quarry but 15° S. 20° W. at the working face, tending to become 
horizontal within the hill Тһе sheets, 4 inches to 18 feet thick, correspond to 
the foliation. 'The upper 30 feet of the working face consists of thin sheets. 
'There are two sets of joints. Set (a), strike northwest, vertical, forms a head- 
ing at the southwest wall; another, 6 to 8 feet wide, is 200 feet northeast of that 
wall; and another, 8 feet wide, is 300 feet farther northeast. 'The rock left 
unquarried about these two headings is about 50 feet wide. These joints are 
spaced 2 to 20 feet. Set (b), strike northeast, dips 7? NW., one 50 feet below 
the rock surface, another 25 feet lower. The-rift corresponds to the foliation. 
The grain is reported as striking М. 35? E. and dipping 85? S. 55° E., and 
the hardway as vertical, with М. 55^ УУ. course. There are white aplitic 
dikes, from 0.12 to 8 inches thick, almost parallel to the foliation. These are 
very quartzose, without biotite, and with rare muscovite. Some of this aplite 
is very light gray to white and of even-grained, very fine granitic texture, 
with feldspar and light smoky quartz under 0.1 inch and the finer particles 
between 0.05 and 0.56 millimeter. It effervesces with muriatic-acid test. 
Some of these dikes have oligoclase-albite and microcline in about equal parts. 
Smoky quartz veins, the largest 0.25 inch thick, run parallel to them. Others 
have a gneissic texture and show a little muscovite, evidently secondary and 
forming * membranes covering the foliation planes," as described by Hobbs. 
The main gneiss is also crossed by dikes of rose-colored aplite up to 4 feet 
thick, dipping like the joints of set (b). One of these consists chiefly of 
oligoclase-andesine with crush borders, smoky to amethystine quartz, a little 
microcline, and rare muscovite but no biotite, in places with microscopic gar- 
nets. All its particles are under 0.1 inch. One of the smaller dikes contains 
microcline, quartz, а little albite, garnet, muscovite, apatite, named іп de- 
scending order of abundance. Its feldspars are under 0.05 inch and its quartz 


particles up to 0.2 inch. 


Within three of the headings are the mineral veins described on page 75, 
evidently all related to the larger siderite vein which was formerly mined on 
the hill and to which it owes its name. Away from the headings the gneiss has 


little if any rusty stain. 
Traysportation, by siding to Litchfield branch of New York, New Haven & 


Hartford Railroad. 

The product was used for buildings and railroad bridges, and the waste blocks, 
with aplite or other blemishes, for retaining walls. The stone was in demand 
because of its color and low price. Specimens: Four rock-faced houses, corner 
Seventy-second Street and Tenth Avenue, and the retaining wall of the New 
York Central & Hudson River Railroad, Sixty-seventh to Seventy-second Streets, 
New York. This wall is 1,350 feet long, 58 feet high; base 21 feet wide on 


Seventy-second Street. 
THOMASTON. 


The Plymouth quarry is in Thomaston Township, about 13 miles south of 
Thomaston village and nearly half a mile north of Reynolds Bridge: Operator, 
Plymouth Granite Co., Thomaston. 

The granite (specimen D, XXX, 54, a) is a quartz monzonite of medium 
bluish-gray color and of even-grained, fine granitic texture, with feldspars and 
mica up to 0.1 inch. Its constituents, in descending order of abundance, are 
light smoky quartz, with hairlike crystals of rutile and cavities in sheets; 
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translucent bluish soda-lime feldspar (oligoclase), some of it micacized and 
kaolinized; clear colorless potash feldspar (microcline and orthoclase) ; biotite 
(black mica) ; and muscovite (white mica). Both feldspars are intergrown with 
quartz more ог less circular in cross section. Accessory: Apatite, rutile. Sec- 
ondary: Kaolin, a white mica. No effervescence with muriatic-acid test. 

This is a bright fine-grained monumental granite which is without mineral 
contrasts but which cuts and hammers light. Newberry,” in 1884, referred to 
the adaptation of this stone to monumental work. 

The quarry measured in 1908 about 200 feet from north to south by 50 feet 
across, with a working face 20 to 40 feet high on the east. 

Rock structure: The granite is capped by 10 to 20 feet of quartz monzonite 
gneiss, gray or consisting of white feldspar and quartz bands, 0.2 to 0.3 inch 
wide, alternating with black bands of biotite less than 0.05 inch wide. The con- 
stituents of this gneiss, in descending order of abundance, are light smoky 
quartz with cavities, milk-white dligoclase, whitish orthoclase, biotite, and a 
little muscovite or bleached biotite. Accessory: Magnetite, apatite, titanite. 
Secondary: Kaolin, a white mica. This gneiss is intricately plicated. In places 
its foliation is abruptly intersected by the granite. The boundary between the 
two rocks is very irregular, and pegmatite occurs along part of it. A tapering 
inclusion of the gneiss, 10 feet by 14 inches or more long and 8 feet wide, occurs 
8 feet below the contact. The sheets, 6 inches to 3 feet thick, dip gently west 
but are less regular in the gneiss capping. There are two sets of joints—(a), 
strike М. 85% E., vertical, spaced 8 to 30 feet, continuing into the gneiss; (b), 
strike N. 80° W., vertical, spaced 3 to 10 feet or over. 

Transportation, by very short siding to New York, New Haven & Hartford 
Railroad. 

The product is used for monuments. 


TORRINGTON. 


The Costello quarry is in Torrington Township, 24 miles northwest of Tor- 
rington and 550 feet above it. Operator, Edward М. Costello, В. D. 1, Tor- 
rington. Idle since 1916. 

The granite (specimen D, XXX, 50, a) is a muscovite-biotite granite gneiss 
of medium faintly buff gray color and of fine, very gneissic texture, with feld- 
spars under 0.2 inch, but with larger micas conspicuous on the foliation face 
and with sparse garnets to 0.2 inch. Its constituents, in descending order of 
abundance, are cream-colored potash feldspar (microcline), intergrown with 
quartz that is more or less circular in cross section; light smoky quartz with 
cavities in sheets; cream-colored soda-lime feldspar (oligoclase-albite to al- 
bite); muscovite (white mica); and biotite (black mica). Accessory: Garnet, 
apatite. Secondary: Limonite. 

The quarry, opened in 1898, measured іп 1908 about 250 feet in а N. 60? B, 
direction by 50 feet across and 25 feet in depth. 

Rock structure: The foliation strikes М. 50° E. and dips 55° N. 40° W. The 
sheets, from 8 to 12 feet thick (exceptionally, near the surface, 1 foot thick), 
are horizontal or inclined to 80° NNW. ‘There are two sets of joints—(a), 
strike М. 30? E. dip 30°-70° N. 60° W., spaced 8 to 10 feet; (b), strike 
М. 20° W., dip 70° N. 70° Е, spaced over 100 feet, forms a heading at the 
west end. The rift corresponds to the foliation, and there is little difference 
between the grain and the hard way. Garnetiferous pegmatite dikes are up to 
2 inches thick. There is little or no rusty stain on sheet surfaces. 


% Tenth Census, vol. 10, p. 321, 1884. 
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Transportation, by cart 8 miles to Torrington or 11 miles to Winsted. 

The product is used for building, trimming, and curbing. Specimens: Parish 
house of Third Congregational Church, Torrington; Winsted Hosiery Co.’s 
office, Winsted; trimmings on public library, Winsted; trimmings on factories 
of Standard Manufacturing Co. and Union Hardware Co., Torrington. 

The Michiel quarry is in Torrington Township, more than a mile west of 
Torrington and 340 feet above it. Operators, John de Michiel & Bros., Tor- 
rington. Idle in 1922. 

The granite (specimen D, XXX, 52) is a muscovite-biotite granite gneiss of 
medium, inclining to dark bluish-gray color and of medium, very gneissie tex- 
ture, with feldspar to 0.4 inch and large micas, which are very conspicuous 
on the foliation faces. Its constituents, in descending order of abundance, are 
translucent bluish potash feldspar (microcline and orthoclase) ; light smoky 
quartz with cavities in sheets and cracks parallel thereto, the sheets of cavities 
passing uninterruptedly from one particle to the next; a little milk-white soda- 
lime feldspar (oligoclase), somewhat kaolinized ; muscovite (white mica); and 
biotite (black mica). Accessory: Garnet, apatite, zircon. Secondary: Kaolin. 
Both feldspars are intergrown with quartz that is more or less circular in 
cross section. No effervescence with muriatic-acid test. 

The quarry, opened in 1901, was in 1908 about 150 feet square and 15 to 30 
feet deep. ; 

Rock structure: The gneiss foliation is vertical, with N. 859 E. course. The 
sheets, 1 to 14 feet thick, are horizontal in the center of the quarry, curving 
over gently on the sides. There are two sets of joints—(a), strike northwest, 
dip vertical or steep southwest, spaced about 20 feet; (b), strike М. 20% E., dip 
steep N. 70° W., spaced 50 feet. Тһе rift corresponds to the foliation, and the 
grain and hard way are reported as equally pronounced. 

Тһе product is used mainly for buildings; some for trimming and curbing. 
Specimens: Methodist Church, Winsted; Italian Catholic Church, Torrington; 
L. Ripley residence, Litchfield; trimmings on Litchfield library and on the 
State armory, Meriden. 

The Torrington Borough quarry is in Torrington Township, about 14 
miles north-northwest of Torrington and several hundred feet above it. 
Owned and operated by the borough of Torrington. Quarry abandoned. 

The granite (specimen D, XXX, 51, a) is a biotite granite gneiss of general 
dark-gray shade, finely banded with black, and very fine to fine schistose 
texture, with feldspars under 0.1 inch. Its constituents, named in descending 
order of abundance, are medium-gray potash feldspar (microcline and possibly 
orthoclase) ; medium smoky quartz, with cavities in sheets; light-gray soda- 
lime feldspar (oligoclase), mostly kaolinized and micacized; biotite (black 
mica); and a little muscovite. Accessory: Pyrite, apatite, zircon. Secondary: 
Kaolin, a white mica, calcite. 

Associated with this gneiss is a mica diorite gneiss (specimen D, XXX, 51, b), 
a heavy black rock of fine schistose texture. Its constituents, in descending 
order of abundance, are biotite (black mica); smoky quartz, with cavities in 
sheets; green hornblende; soda-lime feldspar (andesine), with accessory pyrite 
(fifth in order of abundance) ; apatite; and secondary calcite. 

Both biotite gneiss and diorite gneiss are crossed by meandering dikelets 
from under 1 inch to 6 inches thick of a quartz monzonite gneiss (specimen D, 
XXX, 51 с) of medium bluish-gray color and fine gneissic texture, with 
feldspar under 0.1 inch and very fine micas. Its constituents, in descending 
order of abundance, are light smoky quartz with cavities in sheets and 
eracks parallel thereto; milk-white soda-lime feldspar (oligoclase-andesine), 
some of it kaolinized, micacized, and with calcite; bluish potash feldspar 
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(orthoclase), slightly kaolinized; biotite (black mica); and a little muscovite 
or bleached biotite. 

The quarry measured in 1908 about 400 feet from northeast to southwest, 
with a working face from 30 to 65 feet on the northwest. 

Rock structure: The foliation of the main gneisses strikes М. 35°-40° E. and 
dips 45°-60° W. As stated, they are cut by a network of meandering grayish 
veinlets of quartz monzonite (specimen с), but they are also crossed by several 
dikes of pegmatite from 3 to 20 feet thick, the largest and central one of 
which contains two inclusions of the gneiss measuring 5 by 10 and 2 to 4 by 
10 feet. This pegmatite (specimen D, XXX, 51, e) is of medium pinkish- 
gray color and of very coarse texture, with large feldspars and quartz particles 
up to 0.5 inch. Its constituents are reddish microcline and orthoclase, but 
slightly altered; amethystine quartz with cavities in parallel sheets and cracks 
parallel and at right angles thereto; a little oligoclase, much micacized and 
kaolinized; muscovite; and biotite. There are crush borders about the feid- 
spars. There are two sets of joints—(a), strike northeast, vertical, forms a 
heading near the outside of quarry; (b), strike N. 70° W., dip 55° and 30° 
8. 20° W., spaced 8, 80, and 100 feet. Both sets are slickensided. 

The product is used entirely for macadamizing roads in the borough of Tor- 
rington. As little as possible of the pegmatite is used, and that is mixed with 
the gneisses. 

WARREN. 


The Comstock prospect is'in Warren Township, a mile north-northeast of 
Warren village and 23 miles east of North Kent. Owner, Reuben Tree Voss, 
26 Franklin Street, New York. 

The granite (specimen D, XXX, 59, a) is a biotite granite of medium-gray 
shade and of medium, inclining to fine texture, with feldspars up to 0.2 and 0.3 
inch and mica to 0.2 inch. Its constituents, in descending order of abundance, 
are clear colorless potash feldspar (microcline) ; pale smoky quartz, with some 
cavities in sheets ; milk-white soda-lime feldspar (oligoclase), a little kaolinized ; 
biotite (black mica); and a little muscovite or bleached biotite. Secondary: 
Kaolin, limonite. Both feldspars are intergrown with quartz circular in cross 
section or in vermicular form. No effervescence with muriatic-acid test. The 
specimen, coming from а long-exposed upper sheet, hardly does justice to 
the stone. 

Тһе opening, made a number of years ago, is 100 feet square and 5 feet deep. 

Rock structure: Тһе sheets, 6 to 14 inches thick, are horizontal. There is 
а 12-inch pegmatite dike on one side. Тһе exposed surfaces are speckled with 
limonite stain. 

Transportation, by cart 3 miles to North Kent, on New York, New Haven & 


Hartford Railroad. 
MIDDLESEX COUNTY. 


MIDDLETOWN, 


The Benvenue quarries are in Middletown Township, about 44 miles east- 
southeast of the Middletown railroad station, on the mass south of the bend in 
Connecticut River and from 200 to 350 feet above it. The nearest railroad sta- 
tions are Benvenue and Maromas, 14 miles from the openings. Last operator, 
Benvenue Granite Co., 41 Park Row, New York. Although these quarries are 
abandoned they are described on account of their scientific interest. 

The granite (specimen D, ХХХ, 29, a, Maromas granite gneiss, No. 30, of 
the State preliminary geologic map) is a biotite-hornblende granite gneiss of 
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dark bluish-gray color and of fine-grained gneissie texture, with рогрһугіне 
feldspars up to 0.3 inch and mica up to 0.1 inch. Its constituents, in descend- 
ing order of abundance, are translucent bluish potash feldspar (microcline 
and orthoclase); clear colorless quartz, showing effects of strain and with 
cavities in sheets; milk-white soda-lime feldspar (oligoclase) somewhat kaolin- 
ized; biotite (black mica); and hornblende. Accessory: Pyrite, magnetite, 
titanite, apatite, allanite, zircon. Secondary: Kaolin, epidote. No efferves- 
ence with muriatic-acid test." 

This is a bright, somewhat foliaceous bluish-gray stone, with strong mineral 
contrasts. 

The Benvenue quarry, about a mile southeast of Benvenue station, half a 
mile southwest of Maromas, and’ 200 feet above the river, measures about 400 
feet from north to south by 200 feet across and is from 10 to 60 feet deep. 
The upper quarry, three-fourths of a mile south-southeast of Benvenue station 
and 350 feet above the river, measures about 300 feet from east to west by 75 
feet across, with a working face on the south 40 to over 60 feet high. 

Rock structure: At both quarries the gneiss foliation strikes northwest and 
dips 15° SE. The elongation of the gneiss is іп a М. 65° E. direction. The 
sheets, 6 inches to 6 feet thick, dip 10°-20° E. There are two sets of joints—(a), 
strike N. 10° E., dip steep, spaced 5 to 20 feet, forms а 10-foot heading on the 
west side; (b), discontinuous, strike east, dip steep, spaced 5 to 20 feet, forms 
a 10-foot heading 100 feet from the east end. The rift corresponds to the foli- 
ation; the grain is vertical, east-west, and the hardway vertical, north-south. 
Dikes of white to rose-colored aplite, 1 to 12 inches thick, strike N. 80°-90° W., 
also М. 859 W. Its particles, less than 1 millimeter, consist of quartz, ortho- 
clase and microcline, oligoclase, and scarce biotite, with accessory pyrite, titan- 
ite, and allanite. There are pegmatite dikes of smoky quartz bordered with 
alternating streaks of oligoclase with microcline and hornblende, up to 8 inches 
thick, striking М. 75° E. There are also dark-gray elliptical segregations from 
2 inches to 3 feet long by 0.5 to 8 inches wide, tapering in the direction of the 
gneiss foliation. The minerals of these segregations, in descending order of 
abundance, are microcline with orthoclase, quartz, biotite, oligoclase, horn- 
blende, with accessory apatite, titanite, and zircon. 

These quarries were abandoned on account of their overbundance of joints, 
knots, and dikes. 


NEW HAVEN COUNTY. 
ANSONIA, 


The Potter quarry is in Ansonia, about three-fourths mile north-northeast 
of the center of the village. Operator, William Potter, Ansonia. Idle since 1915. 

The granite (specimen D, XXX, 45, a) is a muscovite-biotite granite gneiss 
of medium bluish-gray color, brightly spangled with mica on the foliation faces, 
and of fine-grained, unplicated, finely gneissic texture, with feldspars not 
over 0.2 and mostly under 0.1 inch, but with mica to 0.5 inch. Its constituents, 
in descending order of abundance, are clear bluish potash feldspar (microline 
and less orthoclase) ; clear colorless quartz, with cavities in sheets; translucent 
bluish soda-lime feldspar (oligoclase), slightly kaolinized; muscovite (white 
mica); and biotite (black mica). Accessory: Apatite, garnet. Secondary: 
Kaolin, calcite. Hffervesces with muriatic-acid test. 


б For a description of the gneiss of this quarry and its structure see Westgate, L, G., 
A granite gneiss in central Connecticut: Jour. Geology, уо]. 7, рр. 638-654, 1899. 
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Тһе stone glistens brightly with mica on its foliation face, but its other two 
Sides are bluish gray without contrasts. Its foliation adapts it for all uses 
requiring long flat stones. 

'The quarry, opened about 1890, measured in 1908 about 200 by 150 feet and 
10 to 50 feet deep, with a working face on the northwest 50 feet high. 

Rock structure: Foliation and rift strike N. 35? E. and dip 45? S. 55? E. 
Тһе sheets, 6 inches to 4 feet thick and normal, nearly coincide with the folia- 
tion. There are three sets of joints—(a), strike north, vertical, spaced 10 to 
80 feet, forms a heading at the west wall, one (20 feet wide) 40 feet from 
the northeast wall, and another at that wall; (b), strike east-west, vertical, 
and discontinuous vertically, spaced very irregularly, 8 to 5 feet or more; 
(с) strike N. 75° E, dip 80% М. 15? W., discontinuous vertically, occurs at 
rare intervals. There are several pegmatite dikes up to a foot thick. A ver- 
tical dike striking М. 159-229 W. crosses the entire quarry. А group of such 
dikes, 2 feet wide, has a like course. The pegmatite consists of quartz, feld- 
spar, muscovite, and black tourmaline. Rusty stain is up to 6 inches thick on 
the lower sheet surfaces. 

Transportation, by cart to Ansonia. 

The product is used for curbing, crosswalks, steps, and coping, mostly for 
local demands. The Holbrook quarry in Seymour is on the same belt of rock. 


BRANFORD, 


The Norcross quarry is in Branford Township, about 13 miles north of 
Stony Creek village. (See fig. 87.) Operator, Milford Pink-Victoria White 
Granite Co., Milford, Mass. 

The granite (specimens D, XXIX, 93, a, rubbed; В, с, polished; g, rough; 
Stony Creek granite gneiss, No. 33 of the State preliminary geologic map), 
“Branford red granite,” is a biotite granite gneiss of medium, reddish-gray 
color and of very variable but mostly from medium to coarse, not porphyritic, 
gneissoid texture, with feldspars from 0.1 to 0.8 and even 0.8 inch and mica 
to 0.2 and 0.8 inch. Its constituents, in descending order of abundance, аге 
reddish potash feldspar (microcline, some intergrown with plagioclase, and less 
orthoclase), somewhat kaolinized, some micacized, and some bent; medium 
smoky or smoky amethystine quartz, showing effects of strain and with cavi- 
ties in streaks and sheets; milk-white or greenish-white to cream-colored soda- 
lime feldspar (oligoclase to oligoclase-andesine), kaolinized and micacized and 
with more or less calcite; biotite (black mica), some of it chloritized; and a 
little muscovite or bleached biotite. Accessory: Magnetite, pyrite, apatite, zir- 
cond. Secondary: Kaolin, white micas, calcite, epidote, zoisite, chlorite, limo- 
nite. Both feldspars are intergrown with quartz more or less circular in 
eross section. The stone effervesces with muriatic-acid test. 

A specimen of the finer parts (D, XXIX, 93, j) shows feldspar up to 0.1 
inch and constituents identical with those given above. А specimen of the 
extra coarse (pegmatitic) parts (D. XXXIX, 98, e) shows feldspars up to 1 
and 1.5 inches. Its constituents are the same as of the others, but the micro- 
cline is more dominant and the rock therefore a little more pinkish. 

А compression test made at the United States arsenal at Watertown, Mass. 
(No. 6763), gives this granite an ultimate compressive strength of 22,447 pounds 
to the square inch, rift and grain directions not recorded. Gillmore gave its 
specific gravity as 165.4 and its ratio of absorption as 1.201." 


е Gillmore, Q. A., Report on compressive strength, etc., of various kinds of building 
Stone from different sections of the United States, ete., Engineer Dept. U. S. Army, 
p. 12, 1874. 
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The following analysis was made for the firm by Leonard P. Kinnieutt at 
the Worcester Polytechnic Institute in 1890: 


Analysis of biotite granite gneiss from Stony Creek. 


Se (SON N as IE SSRECRIURUTCOT ВЕЕР 10988 72.18 
Alumina (ALO:) and iron oxide (Fe0)------------------ 16.95 
ie COTO 9S TEST OTE DH из 3302 eo nara 1.05 
Масе смо уни: SANTIS LEITE за 8558 SOT сы Trace. 
Potash Коу РЭВ планине ЕРЕ Sd In Seo SS 8.15 
Soda (NMO) на GF гина зані 39 SSRI One ров диги: . 90 
Нова "апа-ипдекеги те кы ПЕРА ЖОЕ ORUM вот 722 

100. 00 


Тһе marked feature of this rock is its very irregular texture, which is due 
in part to pegmatitic injection, in part to flow structure, and in part probably 
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FrcURE 87.—Map of Branford and Guilford, Conn., showing location of granite quarries. 
65, Brooklyn; 98, Norcross; 94, Stony Creek; 95, Hoadley Neck; 96, Leete Island; 
97, Sachem Head. ә 


to gnessie foliation. These irregularities are shown іп the polished slab illus- 
trated in Plate ХХХ, А. In places the rock is a flow gneiss; in others a peg- 
matite; in others it approaches an aplite in fineness. It is a brilliant stone. Its 
mineral contrasts lie chiefly between the reddish and whitish feldspars, but 
these are not everywhere distributed in their normal proportions. It takes a 
fair polish. The polished face shows some magnetite, some mica, and a little 
pyrite, and is therefore less suitable for outdoor than indoor use. That its 
strength and attractive color have more than counterbalanced its irregularity 
of texture is indicated by the important structures in which it has been used. 
The quarry, begun in 1887, consists of a lower opening and an upper one 
100 feet north of it. The lower one measured in 1908 about 450 feet north to 
south by 200 feet across and 15 to 65 feet deep; the upper one, about 500 feet 
north to south by 100 feet across and 15 to 40 feet deep. 
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Rock structure: The sheets, 2 to 25 feet thick, are horizontal or inclined 
107-20? SE." There аге two sets of joints— (a), strike east, vertical or steep, 
spaced 5 to 75 feet, in upper quarry confined to the southern 100 feet of the 
quarry, where their spacing is 5 to 20 feet; (b), strike N. 10° E. and N. 5°-15° 
W., vertical, forms а 5-foot heading on the east side of the lower quarry and, 
extending through the upper one, is spaced 10 to 40 feet. The flow structure, 
consisting of more or less biotitic or nonbiotitic bands, strikes М. 70° W. and 
dips 852-559 М. 20° E. to vertical A slight gneissic foliation is probably also 
present, but is obscured by the flow structure and the pegmatite. Traces of 
that foliation appear under the microscope in the strained quartz, bent feld- 
spars, and veinlets of secondary muscovite. The rift is reported as horizontal 
in the upper quarry and dipping 3°-5° W. in the lower, and the grain as ver- 
tical, with N. 209-809 W. course. A few inches of “shake structure” occur 
along the sheet surfaces. Both knots and inclusions occur. A microscopic 
description of a knot, from the neighboring quarry of the Stony Creek Red 
Granite Co., is given on page 880. Inclusions range from 2 to 1 foot and under 
to 8 by 3 by 1 foot. One of these (specimen D, XXIX, 93, h) is a black 
Schistose rock with particles under 0.1 inch and consists, in descending order 
of abundance, of hornblende, andesine, biotite with muscovite, quartz and 
accessory titanite, magnetite, or ilmenite. It is a quartz-mica diorite gneiss, 
А medium-gray gneissoid inclusion (specimen D, XXIX, 98, (i), with particles 
under 0.1 inch, consists, in like order, of oligoclase-andesine, quartz, and bio- 
tite, with accessory zircon, and thus is a mica diorite gneiss. Still others 
(specimens 98, К, kk) are a dark-gray, fine-grained quartz-mica diorite gneiss 
with oligoclase, quartz, and biotite and accessory pyrite, magnetite, apatite, 
titanite, and zircon. The coarser feldspars are zonally arranged about some 
of the inclusions—that is, they have a pegmatitic border. One inclusion 18 
rimmed with biotite. 

Transportation, by siding to New York, New Haven & Hartford Railroad, 
as shown in figure 87. | 

The product is used mostly for buildings and bridges and some for monu- 
ments. Specimens: South Terminal Station, Boston; Bessemer Building, 
Pittsburgh; Newberry Library and Republic Monument, Chicago; Connecticut 
River Bridge (arches and coping), Hartford; polished columns (48 feet by 
6 feet 2 inches at base) of Battle Monument, West Point; obelisk (45 feet 
long) at Locks Park, Saulte Ste, Marie, American side (see Pl. ХХХ, В); Lin- 
coln memorial, Hodgenville, Ky.; General Staff College and McMillan fountain, 
Washington; pedestals of Sheridan monument, New York, and of Hooker 
monument, statehouse grounds, Boston. 

The Stony Creek quarry is in Branford Townsh' p, about 14 miles north of 
Stony Creek village, less than one-fourth mile west-northwest of the Noreross 
quarry and on the opposite (east) side of the same ridge. (See fig. 87.) 
Operator, Stony Creek Red Granite Co., Stony Creek. Idle since 1915. 

The granite (specimens D, XXIX, 94, a, e, rough and polished, Stony Creek 
granite gneiss, No. 88 of the State preliminary geologic map), “Stony Creek 
red granite,” is a biotite granite gneiss of medium to coarse, not porphyriti¢ 
texture. The stone is identical with that of the Norcross quarry, described 
above, except that in the average specimen submitted the potash feldspars are 
more reddish and the soda-lime feldspars are a greenish-gray, instead of whitish 
or cream-colored, having evidently retained more«of their original color. The 
effect is to diminish the contrast between the feldspars. The sections also show 


63 A view of the sheet structure here is given in a paper by Prof. J. Е. Kemp, Granites 
of southern Rhode Island and Conneeticut [ete.]: Geol. Soc. America Bull., vol. 10, pp. 


361-382, 1899, 
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veinlets of secondary muscovite and calcite in the feldspars and of muscovite 
in the quartz. 

The stone effervesces with muriatic-acid test. В. С. Wells, a chemist of this 
Survey, finds that it contains 0.25 per cent of lime (Сао), soluble in warm 
dilute 10 per cent acetic acid, which indicates a content of 0.445 per cent of 
СаСОз (calcium carbonate, calcite). 

The quarry, opened about 1876, consisted in 1908 of two openings, an east- 
егп one measuring about 200 feet іп a north-northwest direction by 35 to 50 
feet across, with a working face on the east, and a western opening measuring 
about 400 feet in a north-northwest direction by 75 feet across and from 10 
to 30 feet in depth, with a working face on the west. This western opening is 
about 300 feet south of the other, but on the east side of a ridge about 80 feet 
high and 800 feet west of that which separates the eastern opening from the 
Norcross quarry. 

Rock structure: The sheets, 2 to 12 feet thick, dip 15° WSW. ‘There are 
two sets of joints—(a), strike М. 60°-70° E., dip 50°-70° NNW., spaced 10, 
15, 70, and 200 feet; (b), strike N. 30°-35° W., vertical, spaced 5 to 40 feet, 
forms a heading, 5 to 10 feet wide, on the working face of the western opening. 
There is a marked flow structure, consisting of biotitic planes or bands striking 
М. 65° E. and dipping 60°-65° NNW. Тһе rift is reported as horizontal, and 
the grain ав vertical with a course М. 35° W. Some of the pegmatite feldspars 
measure up to 1.5 inches. Some irregular lenses of chloritic quartz are up to 
12 inches across. A dark-gray fine-grained knot consists, in descending order 
of abundance, of microcline and oligoclase in almost equal amounts, biotite, 
and a little quartz, together with accessory magnetite, apatite, zircon. Rusty 
stain is up to 8 inches thick on sheet surfaces. 

Transportation, by siding to New York, New Haven & Hartford Railroad. 

The product is used mostly for buildings. Specimens: Grand Central Termi- 
nal Station, Bellevue Hospital, Kent Hall and Philosophy Building of Columbia 
University; Lord & Taylor Building, New York; Erie County Savings Bank, 
Buffalo, М, Y.; Rossia Insurance Building, Hartford; First National Bank, New 
Haven, Conn.; Guardian Trust & Savings Building, Cleveland, Ohio; Baron 
von Steuben monument, Washington. 

The Opie quarry is in Branford Township, on the road from Stony Creek 
to North Branford, about a mile north of Stony Creek station. Operator, С. J. 
Opie, Stony Creek. Idle since 1915. i 

The granite, “light pink,” is a biotite granite of medium pinkish-gray color 
and of medium texture, with feldspars up to 0.4 inch and biotite under 0.1 inch. 
The gneissoid or pegmatitie character of outcrop not determined. 

It consists, in descending order of abundance, of pinkish potash feldspar 
(microcline and orthoclase) ; pale smoky quartz; whitish to cream-colored soda- 
lime feldspar (oligoclase-albite), much kaolinized and micacized; biotite; 
chlorite; and muscovite. Accessory: Magnetite, pyrite. Secondary: Chlorite, 
kaolin, a white mica, epidote, calcite. Slight effervescence with muriatic-acid 
test. 

It takes a very fair polish. 

This quarry was opened in 1916, but is not now in operation. 

The Brooklyn quarry, no longer worked, is on the point west of Stony Creek 
village, in Branford. (See fig. 87.) It was visited by Freeman Ward, then of 
the faculty of the Sheffield Scientific School, Yale University, who contributes 
the following observations: 

“There are a series of openings, extending 600 or 750 feet about parallel 
with the shore line, which have not been worked for 20 or 25 years or more. 
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* The sheets range from the horizontal to a dip of 15°. Тһеге are six sets of 
joints—(a), strike М. 19° W.; (b), strike М. 49? W.; (c), strike N. 64°-69° 
W.; (d), strike М. 79° W.; all dip 757-85? N.; (e), strike N. 86° E., dips 
50%-55% N.; (f), less conspicuous, strike N. 71° EB., dip 50°-55° S. 19? E. In- 
clusions of a biotite and of a hornblende gneiss measure up to 36 by 12 feet, 
but some are thin and slablike. Perhaps some of the biotitic streaks are 
elongated inclusions. АП the inclusions, especially the large ones, are likely 
to be well injected with granite, and some of them have segregations of gar- 
nets. Pegmatite does not occur in definite dikes but in irregular streaks which 
have no distinct boundaries and grade imperceptibly into the surrounding 
granite. This pegmatite has generally the appearance of the typical Stony 
Creek granite but may be coarser, the maximum size of its feldspars being 
8 inches." 4 

The unpegmatized granite (specimen D, ХХХ, 65, а, Stony Creek granite 
gneiss, No. 33, of the State preliminary geologie map, collected by Mr. Ward 
but examined by the writer) is а biotite granite gneiss of somewhat dark 
reddish-gray color and of even-grained medium texture, with feldspar to 0.3 
inch and mica to 0.05 inch. Its constituents, in descending order of abundance, 
are pale-reddish potash feldspar (microcline and orthoclase), slightly kao- 
linized; medium smoky quartz, strained and with cavities in sheets; slightly 
greenish soda-lime feldspar (oligoclase to oligoclase-andesine), more or less 
micacized and kaolinized; biotite (black mica), some of it chloritized; and а 
little muscovite or bleached biotite. Accessory: Garnet (fifth in order of 
abundance), pyrite, zircon. Secondary: Kaolin, а white mica, calcite, chlorite. 
The stone effervesces with muriatic-acid test. 

The Hoadly Neck quarries are in the town of Branford, at the end of 
Hoadly Point. (See fig. 87.) Operator, estate of John Beattie, Peter and 
John Beattie, jr., executors, Leete Island. 

The granite (specimens D, XXIX, 95, c, d, from West quarry, Stony Creek 
granite gneiss, No. 33 of the State preliminary geologie map), “ Hoadly Neck 
West quarry granite,” is а biotite granite gneiss of general medium, inclining 
to dark reddish-gray color, and of coarse to very coarse banded, plicated gneissic 
porphyritic texture, consisting of reddish-gray or whitish lenses and bands 
alternating with or bordered by thin sheets of black mica and with some thin 
bands of smoky quartz. The lenses, which are distorted feldspar crystals, com- 
monly twins, measure up to 3 inches in length and 1 inch in width, and the 
mica bands 0.1 to 0.2 inch. The texture as seen in hand specimens is shown in 
Plate XXXI, А. The foliation is coarsely plicated, the plications up to 10 
inches in width, and these are in places faulted, as shown in figure 19 (p. 94). 
The constituents of this biotite granite gneiss, in descending order of abundance, 
are reddish potash feldspar (microcline, somewhat kaolinized, with some 
orthoclase); medium smoky quartz, with cavities in sheets; whitish soda-lime 
feldspar (oligoclase), intergrown with quartz more or less circular in cross 
section or in vermicular form and generally much micasized; biotite (black 
mica), some chloritized; and a little green hornblende. Accessory: Garnet, 
pyrite, zircon, apatite. Secondary: A white mica, kaolin, limonite about pyrite, 
calcite. The stone effervesces slightly with muriatic-acid test. 

This stone has marked mineral contrasts and striking textural features, as 
shown in the plate. It is a coarse constructional granite gneiss of warm gray 
tint. 

The stone of the Hast quarry (specimens D, XXIX, 95, 1, m) lacks the 
coarsely banded porphyritic texture of the other. Its color is medium reddish 
gray, and its texture is gncissic, even grained medium, inclining to fine, with 
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feldspars up to 0.3 inch and miea under ОЛ inch. Its constituents are the same 
ав the others, but a thin section shows the light feldspar as oligoclase-albite. 

The quarry, opened in 1867, consists of two openings—the West quarry, in 
1908 about 1,500 feet east to west by 800 feet across, with a working face from 
80 to 70 feet above sea level, and the East quarry, about 2,000 feet long and 
curving from west to east by 400 feet across, with working face like the other. 

Rock structure: In the West quarry there is а plicated gneissie foliation 
about horizontal, faulted in places with displacement of a few inches. The 
sheets of that quarry, 2 to 8 feet thick, are horizontal or dip 10° NE. Those off 
the East quarry, 6 inches to 2 feet thick, turn from the horizontal to dip 10° 
Е. There are three sets of joints in the West quarry—(a), strike М. 80° W., 
vertical, forms a heading at east end, one 5 to 8 feet wide through the center, 
spaced 5 to 150 feet; (b), strike about northeast, vertical, spaced 40 to 200 
feet; (c), strike N. 20° W., vertical, spaced 10 feet or more. There are two 
other sets in the East quarry—(d), strike М. 15° E., dip 77° E., spaced 5 to 
10 feet or more; (e), strike N. 60° W., vertical, spaced 5 to 10 feet, forms oc- 
easional small headings. The rift is reported as horizontal. and the grain as 
vertical, with N. 65° Е. course at the West quarry апа М, 75° E. at the East 
quarry, but the difference in their fissility appears to be slight. Pegmatite 
dikes (specimen, 95, а), 1 to 8 feet thick, strike М. 20°-45° Е. They consist 
of the same minerals as the gneiss, but in extra coarse particles. There are 
dikes or bands of fine biotite granite gneiss up to 4 inches thick. Some of 
these in the West quarry are parallel to the foliation and have been plicated 
with it, as shown in figure 19. This rock is of medium pinkish-gray color and 
of very fine to fine gneissic banded texture, with feldspars up to 0.1 inch,. 
The bands of the coarse gneiss are reddish or light and dark gray or black, 
from 0.05 to 0.4 inch wide, and result from the distribution of the various. 
minerals in parallel laminae. The constituents of this fine gneiss are identical 
with those of the coarse rock. Allanite is among its accessories. In the Hast 
quarry there are dark bands of mica diorite gneiss (specimen D, ХХТХ, 95, k) 
up to 2 feet thick, strike М. 62° E., dip 75° М. 28° W., consisting in descending 
order of abundance, of biotite, oligoclase-andesine, green hornblende, and 
quartz. These are either inclusions elongated in the direction of the flow or 
more probably altered basic dikes. 

Transportation, either by siding to New York, New Haven & Hartford Rail- 
road at Leete Island station or by water. There are seven docks near the 
quarries with 8 feet of water at low tide. 

The product is used for massive bridge work, buildings, and monument 
pedestals. Specimens: Anchorage of Suspension Bridge, Niagara; anchorage 
of first Brooklyn Bridge; approaches and abutments of Madison Avenue Bridge, 
Harlem River; piers and abutment of Connecticut River Bridge, Hartford; 
pedestal of Statue of Liberty, New York Harbor; of Gen. Anderson monu- 
ment, Fort Sumter, 8. C.; of soldiers and sailors’ monument, Riverside Drive, 
New York. A polished slab of the West quarry stone, 6 by 3 feet, exposed for 
20 years at a house near the quarries, has stood exposure well, notwithstanding 
the coarseness of its mica. 

GUILFORD. 


The Leete Island quarry is in Guilford Township, about 850 feet north- 
northeast of Leete Island station on the New York, New Haven & Hartford 
Railroad. (See fig. 87.) Operator, Estate of John Beattie, Peter and John 
Beattie, jr., executors, Leete Island. 

The granite (specimen D, XXIX, 96, a, Stony Creek granite gneiss, No. 33 
of the State preliminary geologic map), Leete Island granite, is a biotite 
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granite of medium reddish-gray color and of granitic or obscurely gneissic, 
even-grained medium texture, with feldspars up to 0.25 inch and miea to 0.2 inch. 
Its constituents, in descending order of abundance, are reddish potash feldspar 
(microcline and orthoclase, the latter intergrown with soda-lime feldspar), 
generally fresh; medium smoky quartz with cavities in sheets; cream-colored 
soda-lime feldspar (oligoclase-albite), micacized, kaolinized, and with calcite; 
biotite (black mica), some of it chloritized; and a little muscovite or bleached 
biotite. The microcline is intergrown with quartz more or less circular in 
cross section. There are crush borders about some of the feldspars, and vein- 
lets of muscovite. Accessory: Magnetite, zircon. Secondary: Kaolin, white 
micas, calcite, chlorite. It effervesces with muriatic-acid test. 

This stone resembles that of the Norcross and Stony Creek quarries (pp. 
877, 379), but its texture is finer and more regular. Yet it contains here and 
there some pegmatitie streaks with feldspar up to 2 inches across. Whatever 
apparent gneissic texture it has is due mainly to flow structure. 

The quarry is on the southwest side of a knoll and measures about 650 feet 
from southeast to northwest by 50 to 150 feet across, with a working face on 
the northeast about 60 feet high. 

Rock structure: The sheets, 1 to 6 feet thick, are arched, being level in the 
center of the hill and dipping to 20° W. on its west side and 10° E. on its 
east side. There is but one set of joints, strike about east, vertical, spaced 5 to 
100 feet. There are black knots (specimen 96, b) up to 1 by 4 feet, of very 
irregular outline, of fine-grained black quartz-mica diorite gneiss, consisting (in 
usual order) of oligoclase, quartz, and biotite, with much magnetite and acces- 
sory apatite, and zircon. 

Transportation, by siding to adjoining station. 

Product: The quarry has not been worked recently, because of the cheaper 
transportation by water afforded by the location of the firm’s other quarries. 

The Sachem Head quarry is in Guilford Township, on Sachem Head, on 
the south side of Great or Sachem Head Harbor. (See fig. ST.) Operator, . 
Coast & Lakes Contracting Corporation, 25 Broad Street, New York. Aban- 
doned in 1914, : 

Тһе granite (specimens D, XXIX, 97, a, b, с, d, Stony Creek granite gneiss, 
No. 83 of the State preliminary geologic map), Sachem Head granite, is a 
biotite granite gneiss of medium, more or less reddish gray color and of variably 
gneissic texture, ranging from medium, inclining to fine, even grained, with 
feldspar to 0.3 inch, to porphyritic, with a matrix of the same character con- 
taining isolated reddish-buff feldspars up to 0.7 inch, and also with pegmatitic 
streaks with feldspars up to 1 inch. The mica is mostly under 0.1 inch, and 
the pegmatitie portions up to 0.2 inch. The constituents of this rock, іп de- 
scending order of abundance, are reddish-buff potash feldspar (microcline and 
some orthoclase), but slightly kaolinized; medium smoky quartz with cavities 
in sheets and some cracks roughly parallel thereto; striated milk-white soda- 
lime feldspar (oligoclase-albite), more or less micacized and with calcite; bio- 
tite (black mica), some of it chloritized; and very little muscovite or bleached 
biotite. Accessory: Magnetite, apatite, zircon. Secondary: One or two white 
micas, kaolin, calcite, hematite, chlorite, epidote. Veinlets of muscovite and 
also of calcite. Both feldspars are intergrown with quartz, more or less cir- 
cular in cross section: The stone effervesces with muriatic-acid test. 

Gillmore gave the specific gravity of this granite as 168.7 and its ratio of 
absorption as 1.162.“ 


* Gillmore, Q. A., Report on compressive strength, etc., of various kinds of building 
stone from different sections of the United States, etc., Engineer Dept, U. S. Army, 
p. 12, 1874. 
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This is a brilliant granite, with greater variations of shade, color, and tex- 
ture than those of the granite of the Noreross and Stony Creek quarries. Тһе 
prevalence of "shake structure" has probably prevented its use in buildings 
and also facilitated its exploitation for other purposes. 

Тһе quarry, opened before 1898, has a working face on the east about 1,000 
feet long and from 25 to 50 feet high, averaging about 35 feet, which in the 
course of excavation had in 1907 receded from 450 to 500 feet.” 

Rock structure: A flow structure or gneiss foliation strikes М. 70? E. and 
curves vertically. The sheets, 3 to 8 feet thick, are horizontal. There is also а 
coarse horizontal shake structure spaced 0.5 to 3 inches and even 6 inches, In 
places these minor sheets are 6 inches thick over the whole face. There are 
two sets of joints—(a), strike М. 70° E., vertical, spaced 200 to 500 feet; (b), 
one only, strike М. 40°-45° E., dip 80°. Rusty stain is а foot wide along the 
Sheet surfaces. 

Transportation, by a system of tracks which, starting near the working face, 
converge at the dock where the barges are, moored. 

Product: Material for the Point Judith (В. 1.) and New Haven breakwaters 
was supplied from this quarry. Тһе quarry has not been operated since 1913. 


SEYMOUR. 


The Holbrook quarry is in Seymour Township, a mile east of Naugatuck River, 
near the Ansonia line. Operator, Ansonia Quarry Co., Ansonia. Idle in 1920, 

The granite (speci- 
mens D, XXX, 46, a, 
b) is a muscovite-bio- 
tite granite gneiss of 
marked medium blu- 
ish-gray color, span- 
gled with mica on the 
| foliation face, and of 
fine-grained, slightly 
plicated, finely gneis- 
sic texture, with feld- 
spars not over 0,2 inch 
and mostly under 0.1 
inch but with mica to 0.5 inch. Its constituents, in descending order of abun- 
dance, are clear bluish potash feldspar (mierocline and less orthoclase) ; clear 
colorless quartz; translucent bluish soda-lime feldspar (oligoclase), slightly 
kaolinized; muscovite (white mica), and biotite (black mica). Secondary: 
Kaolin. No effervescence with muriatic-acid test. 

The granite is identical in composition with that of the Potter quarry, in 
Ansonia (p. 876), which lies three-fourths mile south, but this is more markedly 
bluish. The stone glistens brightly on its foliation face, but its other two sides 
afford no contrasts. Its foliation adapts it well for all uses requiring long 
flat stones. 

The quarry, opened about 1877, measured, in 1908, about 300 feet from south- 
west to northeast by 150 feet across and from 50 to 70 feet in depth. 

Rock structure: The gneiss foliation strikes N. 25°-80° H. and dips 47° S. 
65° Е, Тһе sheets, 2 to 5 feet thick, incompletely developed, dip 25°-30° Е, 
There are three sets of joints—(a), strike N. 75° W., vertical, spaced 2 to 30 
feet, forms a heading at the south wall and a heading 10 feet wide 75 feet 


Fieurn 88.—Section of Holbrook quarry, Seymour, Conn. 
Sheet structure less regular than drawn, 


65 See U. S. Geol. Survey Bull. 484, pl. 5, 1911, for a view of the working face of this 
quarry. 
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north of it; (b), strike М. 25° E., dip 45°-75° S. 65% E. and vertical, spaced 
8 to 10 and 30 feet, forms the west wall, and at south end undulates like sheets; 
(с), undulating, strike М. 30° E., dip 30° М. 60° W.; one at east side. The 
rift coincides with gneiss foliation, and the grain with the same strike dips 25? W. 
On the east the gneiss is in contact with an overlying mass of biotite-quartz 
feldspar schist. (See fig. 88.) This schist (specimens D, XXX, 46, c, d) is 
more ог less intensely plicated. In thin section it consists, in descending order 
of abundance, of quartz, biotite, microcline with orthoclase, pyrite, and garnet. 
It is probably of igneous origin. Pegmatite (of feldspar, smoky quartz, mus- 
соу ће, and black tourmaline) appears in numerous dikes from 6 inches to 2 
feet thick. Of a set striking М. 10°—15° W., there are five spaced 15 to 20 
feet. Another set of three striking М. 35° E. is spaced 10 to 18 teet. There 
is very little stain. 

Transportation, by cart 14 miles to railroad at Ansonia. 

The product is used for curbing, circulars, marking and hitching posts, 
crosswalks, trimmings, and concrete for local demands. Specimens; Trimmings 
on Fountain Hose Fire Co. Building, Ansonia, and on St. Francis Parochial 
School, Naugatuck. 


NEW LONDON COUNTY. 


GROTON, 


The Salter quarry is in Groton Township, on Thames River, three-fifths 
mile south-southeast of the Groton ferry landing. Operators, John Salter & 
Son, Groton. 

The granite (specimen D, XXX, 4, a, Westerly granite of Rice and Gregory’s 
Manual of geology of Connecticut), “ Groton,” is a quartz monzonite of medium, 
slightly greenish gray color, and of even-grained, fine granitic texture, with 
feldspars and slender micas up to 0.15 inch but mostly not over 0.1 inch. Its 
constituents, in descending order of abundance, are light-gray soda-lime feld- 
враг (oligoclase), mostly kaolinized and micacized and with calcite; light 
smoky quartz with hairlike crystals of rutile; medium, slightly greenish gray 
potash feldspar (microline, slightly kaolinized, with orthoclase) ; biotite (black 
mica) some of it chloritized; and a little muscovite or bleached biotite. Ас- 
cessory: Magnetite, apatite, allanite. Secondary: A white mica, kaolin, calcite, 
limonite, chlorite. 

An estimate of the mineral percentages by the Rosiwal method, applied 
to a camera-lucida enlargement (25 diameters) of a thin section, yields these 
results with a mesh of 0.7 inch and total linear length of 48.4 inches: Soda- 
lime feldspar (oligoclase), 41.25; quartz, 38,00; potash feldspar (microcline and 
orthoclase), 16.85; black mica (biotite), 2.80; magnetite, 1.60. The average 
diameter of the particles calculated from the same measurements is 0.0285 inch. 

The stone effervesces with muriatic-acid. test. В. C. Wells, a chemist of this 
Survey, finds that it contains 0.18 per cent of CaO (lime) soluble in warm 
dilute (10 per cent) acetic acid, which indicates a content of 0.82 per cent of 
CaCO; (calcium carbonate, calcite). 

This is a monumental granite closely related to the blue granites of Westerly, 
В. L, but of about half as fine a texture. (See p. 406.) Тһе floral carving re- 
produced in Plate XXXIII, B, shows its adaptation to sculpture. As in quartz 
monzonites generally, the contrast between its polished and cut face is marked. 
Minute particles of magnetite and pyrite appear on the polished face. 

The quarry, opened about 1835; measured in 1908 about 550 feet in a north- 
east direction by 50 to 100 feet across and from 20 to 30 feet in depth. 
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Rock strueture: Тһе granite forms an apparent dike, 12 feet thick, dipping 
about 20? E. between two masses of gray and black diorite gneiss (specimen D, 
XXX, 4, b, New London granite gneiss, No. 35, of the State preliminary geologic 
map), with a foliation striking М. 65° W. and dipping 75° М. 25° E., which is in- 
jected with pegmatite. This gneiss consists of quartz, oligoclase, microcline, 
апа hornblende, named in the usual order. Тһе granite sheets are short, lenticu- 
lar, 2 to 12 feet thick, and dip 20° SW. The sheets in the gneiss capping, which 
is 10 to 20 feet thick, are 6 inches to 5 feet thick and dip 15? S. There are по 
joints, The rift is reported as dipping about 10° NE., and the grain as vertical, 
with М. 70? E. course. Niles ® in 1876 reported evidences of compressive strain 
at this quarry. 

Transportation, by cart to wharf or rail at Groton. 

The product is mostly monumental stone and some for trimmings. The gneiss 

“is sold for breakwater use. Specimens: Monument to Col. William Ledyard 
(killed in battle of Groton Heights, 1781) in Ledyard Cemetery, Groton; monu- 
ment to first four founders of Stonington at Wequetequock burying ground, 
Stonington; Edward Newman obelisk, Woodlawn Cemetery, New York; Rev. 
Byron A. Woods sarcophagus, Forest Hill Cemetery, Philadelphia; Charles 
Tyler statue, Druid Hill Ridge Cemetery, Baltimore; Kennard Celtic cross, 
Kensico Cemetery, Valhalla, М. Y., shown in Plate XXXIII, В, 

The McIntosh quarry is in Groton Township, on Broad Street extension, a 
mile northeast of Groton village, on the Е. W. Crouch farm. 

The granite (specimen D, XXX, 2, a, Mamacoke gneiss, No. 86 of the State 
preliminary geologic map) is a biotite granite gneiss of general medium pinkish- 
gray color and of gneissic banded texture, with pinkish and grayish bands 
from 0.5 to 0.8 inch wide. Its particles are fine, with feldspars up to 0.2 inch. 
Its constituents, in descending order of abundance, are light-pink potash feld- 
spar (microcline, somewhat kaolinized), intergrown with quartz more or less 
circular in cross section; light smoky quartz; milk-white soda-lime feldspar 

(oligoclase to oligoclase-andesine). mostly much kaolinized and micacized and 
with calcite; biotite (black mica), much chloritized; and a little muscovite 
or bleached biotite. Accessory: Magnetite, pyrite, garnets, tourmaline, zircon. 
Secondary: A white mica, kaolin, chlorite, calcite. A band of quartz and 
microcline is 1.12 millimeters wide. The stone effervesces with muriatic-acid 
test. 

This is an attractive stone, on account of its delicate color and banded texture. 

Rock structure: The gneiss foliation is vertical, with about east to west 
course. The rift is transverse to the foliation. Both rift and grain fractures are 
smoother than those along the foliation. 

The Eckerlein quarry is in the township of Groton, about half a mile east- 
southeast of Center Groton, near the top of a north-south ridge. Operator, 
Robert Eckerlein, В. D. 1, Groton. Idle since 1913. 

The granite (specimen D, ХХХ, 18, a, related to Westerly granite), “ Center 
Groton granite," is a quartz monzonite of medium, inclining to dark greenish- 
gray color and of even-grained, fine granitic texture, with feldspars and slender 

micas up to 0.1 inch. Its constituents, in descending order of abundance, are 
greenish-gray soda-lime feldspar (oligoclase), micacized and kaolinized and with 
ealcite; light smoky quartz, with hairlike crystals of rutile and cavities in 
sheets, with cracks parallel thereto; slightly buff-gray potash feldspar (micro- 
cline and orthoclase), some of the microcline kaolinized and micacized in center 
and also intergrown with quartz more or less circular in cross section; biotite 


6 Niles, W. Н., The geological agency of lateral pressure exhibited by certain move- 
ments of rocks: Boston Soc. Nat. Hist. Proc., vol. 18, р. 279, 1875-76. 
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(black mica), mostly chloritized and with needles, probably of rutile; and some 
muscovite or bleached biotite. Accessory: Magnetite, apatite, allanite, rutile. 
Secondary: Kaolin, white micas, calcite. 

Some of the granite (specimen D, XXX, 13, b) is of medium-gray shade and 
warm tint, with texture and constituents like those of the other. The potash 
feldspar is, however, faintly pinkish, and the soda-lime feldspar (oligoclase to 
oligoclase-andesine) is milk-white. Zircon is accessory. Both rocks effervesce 
with muriatic-ac:d test. | 

An estimate of the niineral percentages made by applying the Rosiwal method 
to a camera-lucida enlargement (25 diameters) of a thin section yields these 
results with a mesh of 0.8 inch and a total linear length of 45.7 inches: Soda- 
lime feldspar (oligoclase), 35.18; quartz, 29.90; potash feldspar (microline and 
orthoclase), 29.67; black mica (biotite), 4.16; magnetite, 1.09. Тһе average 
diameter of the particles calculated from the same measurements is 0.0256 inch. 

These are fine-grained monumental granites, about half as fine as “ Blue 
Westerly ” but of different color. (See p. 406.) 

Like other quartz monzonites, these cut and hammer light, the cut or ham- 
mered face affording not a little contrast of shade to the polished face, which 
is darker than the rough face. 

The quarry, opened in 1855, measured in 1908 about 150 by 100 feet and 
25 to 40 feet in depth. 

Rock structure: Тһе darker granite (specimen 13, a), is 10 feet thick and 
overlies the lighter (specimen 13, b). Тһе sheets, 22 inches to 18 feet thick, 
dip gently east and south. There are two sets of joints—(a), strike М. 15? W., 
dip 65° E., spaced 5 to 50 feet; (b), strike М. 80° E., vertical, one only in cen- 
ter. Тһе rift. is reported as striking north and dipping steep east, and the 
grain as east—west, with steep south dip. Both are equally marked. А 4-foot 
pegmatite dike, with feldspars up to 12 inches and muscovite to 6 inches, strikes 
М. 10° W. Rusty stain is 2 to 4 inches thick on sheet surfaces. 

Тһе Kopp quarry is in Groton Township, about half a mile southeast of 
Center Groton and one-fourth mile 5. 80% W. of the Eckerlein quarry. Opera- 
tors, J. K. Kopp & Sons, New London. Quarry abandoned. 

Тһе granite (specimen D, XXX, 12, a, related to Westerly granite) is а 
quartz monzonite of medium, faintly greenish gray color and of even-grained, 
fine to very fine granitic texture, with feldspars and mica to 0.05 inch, 

This is а monumental granite of finer texture than that of the Eckerlein 
quarry, more nearly like that of “ blue Westerly " (see p. 406), and of shade in- 
termediate between specimens a and b of the Eckerlein quarry. 

The quarry was opened in 1890. 

The stone is used for monuments and cuts light. 

The McGaughey quarry is in Groton Township, in the village of Mystic, 
half a mile northwest of Mystic station. Operator, William R. McGaughey, 
Mystic. Idle in 1922. 

The granite (specimens D, ХХХ, 20, a, b, related to Westerly granite), “ Mys- 
tie granite,” is a quartz monzonite of medium, inclining to dark, faintly green- 
ish-gray color, and of even-grained, fine granitic texture, with feldspars and 
mica under 0.2 inch. Its constituents, in descending order of abundance, are 
translucent grayish soda-lime feldspar (oligoclase-andesine), partly kaolinized 
and micaized; medium smoky quartz with hairlike crystals of rutile and cavi- 
ties in sheets; clear colorless to faintly pinkish potash feldspar (microcline 
and orthoclase), intergrown with quartz more or less circular in cross section; 
biotite (black mica), some of it ehloritized; and a little muscovite or bleached 
biotite. Accessory: Magnetite, pyrite, apatite, allanite, zircon, purple fluorite. 
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32.29; quartz, 29.02: black шіса (biotite), 3.65; magnetite, 0.51. Тһе average 


‘diameter of the particles, calculated from the same measurements, is 0.0206 inch. 


The stone effervesces with muriatic-acid test. В. C. Wells, а chemist of this 
Survey, finds that it contains 0.29 per cent of CaO (lime), soluble in warm 
dilute (10 per cent) acetic acid, which indicates a eontent of 0.51 per cent 
of CaCO; (calcium carbonate, calcite) ; calcite is also shown by the microscope. 

The following analysis (No. 12757) of this granite, made for the company 
by Ricketts & Banks, of New York, is given here for reference: 


Analysis of quartz monzonite from Waterford quarry. 


Silica (810:)-------------------------ң------------------- 68.11 
Alumina (А1:О3)---------------------------------------- 14. 28 
Iron oxide (FeO) ---------------------------------;------ 2. 68 
Time (Саб) == ns TH ET mem 1. 86 
Magnesia (MgQ) ------~---------------------------------- ‚68 
Potash (К:0) ------------------------------------------- 5.46 
Soda (Ма:0О)-------------------------------------------- 6. 57 
Sulphur (8)--------------------------------------------- .94 

99. 93 


Ira H. Woolson, E. M., of Columbia University, made two compression tests 
on cubes of 2-inch edges in 1896, with these results (rift and grain directions 
not noted) : М 


| First | Maximum | Ultimate 


Test NO. | (rack, | stress, | strength. 
=. J ВЕБ 25 
| Pounds per 
Pounds. | Pounds. sq. in. 
1575. ...- 65, 000 93, 100 23,510 | 
157622222 92, 000 | 


97, 600 23; 921 | 


This is а very fine-graded monumental and inscriptional granite of buff to 
medium-gray tint without mineral contrasts. It is finer and lighter than the 
“ Millstone granite” and about half as fine as “blue Westerly” which averages 
0.0099 inch per particle. (See p. 406.) 

It takes a high polish. The polished face shows a little magnetite and is of 
medium inclining to dark gray shade; the hammered face is a light gray, to 
which the stone owes its trade name. This property of hammering and cutting 
light it possesses in common with “ Westerly,” “ Groton,” “ Millstone,” and other 
quartz monzonites. Its adaptation, to fine architectural and sculptural work 
is shown in Plates XXXII and XXXIII, A, and its lightness when hammered in 
Plate XXXII. 

The quarry, opened about 1878, measured in 1908 about 600 feet from east to 
west by 150 feet across at the east end and 250 feet at the west end and from 
75 to 125 feet in depth. 

Rock structure: The granite occurs in two dikelike masses, 30 and 40 feet 
thick, as described in detail on page 89, and shown in figures 18 and 14. There 
are three sets of joints—(A), vertical, spaced 3 to 20 feet ; (B), vertical or steep 
west, spaced 8 to 50 feet; (C), dip 50°-75° NW., spaced 2 to 75 feet. (See fig. 
91.) Тһе rift dips 10° S. 15° E, with the long axes of the biotite scales, the 
grain dips 75° N. 15° W., and the hard way is vertical. Joint, rift, and grain 
courses are shown in figure 91. In splitting along the rift the granite is re- 
ported as breaking more readily from the west side than from the north. 
Biotitic knots up to 6 inches in diameter are rare. Inclusions of the gneiss, 3 
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inches across and 2 by 8 feet, occur 23 and 6 feet above the contact of the upper 
granite dike underlying gneiss. 'The granite surface tends to weather spheroi- 
dally. (Зее p. 72 and Pl. XXIX, B.) Rusty stain is 2 to 6 inches thick on 
sheet surfaces. 

Transportation, by cart 1 mile to dock at Pleasure Beach, which admits 
vessels of 9 feet draft at low tide, or 2 miles to New York, New Haven & Hart- 
ford Railroad at Waterford station. 

Тһе produet is used mostly for monuments. 

Specimens: Soldiers’ monument, Whitinsville, Mass, shown in Plates XXXII 
and XXXIII, A; Chelsea Savings Bank, Norwich, Conn. ; Littlefield shaft, Swan 
Point Cemetery, Providence, R. I.; Hoy mausoleum, Mount Moriah Cemetery, 
Philadelphia; City Deposit Bank, Pittsburgh, Pa.; Olark residence (basement), 
Riverside Drive, and Dudley Celtic cross, Woodlawn Cemetery, New York; 
soldiers and sailors’ memorial (Cyrus E. Dallin, sculptor), Syracuse, N. Y.; 
Alexander Hamilton memorial (Bela Pratt, sculptor), Grant Park, Chicago. 


TOLLAND COUNTY. 
BOLTON. 


The Peterscn quarry is in Bolton 
Township, in the northeastern part of 
Minnehausch or Birch Mountain, about 
2 miles southwest of Bolton village and 
1% miles southeast of Highland Park 
post office, in Manchester. Тһе quarry 
is not in operation. 

Тһе granite (Specimens D, ХХХ, 81, 
а, b, Glastonbury granite gneiss, No. 15 
of the State preliminary geologic map) 
is a biotite granite gneiss of medium. 


slightly bluish-gray color, with conspicu- |o 
ous broad black streaks on the foliation FIGURE 91. — Structure at Waterford 
face, and of medium-grained unplicated, quarry, Waterford, Conn. 


very gneissic texture, with porphyritic 

lenticular feldspar up to 0.2 and 0.4 inch long. The quartz is in lamellae 
up to 0.1 inch thick and the mica to 0.04 inch. The stone looks very differ- 
ent on its rift, grain, and hard-way sides. Its constituents, in descending 
order of abundance, are translucent bluish potash feldspar (microcline and 
orthoclase), somewhat kaolinized; light smoky quartz, strained and with 
cavities in parallel sheets and cracks parallel to or coinciding therewith ; 
milk-white soda-lime feldspar (oligoclase to oligoclase-andesine) ; and biotite 
(black mica). Accessory: Garnet, pyrite. Secondary: A white mica, kaolin, 
Both feldspars аге intergrown with quartz more оғ less circular in cross sec- 
tion. The stone does not effervesce with muriatic-acid test. 

The quarry is а smail opening, made іп 1908, 

Rock structure: The sheets, 3 feet thick, dip gently east. The gneiss folia- 
tion strikes М. 10° Е. and is vertical. The rift is parallel to it, the grain 
horizontal, and the hard way vertical, east-west. An 18-inch aplite dike runs 
parallel to the foliation. This (specimen D, ХХХ, 81, е) is of medium’ bluish- 
gray color and of fine, slightly texture, Its constituents, in the usual 


order, are smoky quartz; bluish так е, мс. orthocíase; mitk-white soda- 
lime feldspar; and a little sparse bis:ite and pyrite, Тїз quartz"end feldspar 
particles are mostly from 0.11 to 0.53 millimeter, with some por зет € 


0.54 to 0.84 millimeter. 
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'The contrasts in this stone are more marked than in any of the gneisses of 
Glastonbury described on pages 866-869. 

The stone was used for underpinning and cellar stone and is well adapted to 
sills, 


WINDHAM COUNTY. 


STERLING, 


The Oneco quarry is in Sterling Township, 1 mile southwest of Oneco 
village, near the Rhode Island line, (See Pl. XXVIII.) It is now disused. 

The granite (specimen D, XXX, 22, a, Sterling granite gneiss, No. 24 of 
the State preliminary geologic map) is a biotite granite gneiss of medium, in- 
clining to dark, slightly bluish-gray color and of fine-grained unplicated gneissic 
texture, with porphyritie feldspars up to 0.2 and 0.4 inch and mica in fine 
parallel streaks 0.1 to 0.2 inch apart. Its constituents, in descending order 
of abundance, are bluish potash feldspar (microcline intergrown with quartz 
more or less circular in cross section, also orthoclase), somewhat kaolinized ; 
light smoky quartz, with cavities in parallel sheets and cracks parallel thereto; 
a little milk-white soda-lime feldspar (oligoclase), some of it kaolinized and 
micacized; and biotite (black mica). Accessory: Titanite (fifth in order of 
abundance), magnetite (or ilmenite), garnet, apatite, allanite, zircon. 
Secondary: Kaolin, white mica. No effervescence with muriatic-acid test. 

The quarry, opened about 1868, measured іп 1908 about 500 feet from north- 
west to southeast by 400 feet across and 35 feet in depth. 

Rock structure: The gneiss foliation strikes N. 10°-25° W. and is vertical. 
The sheets, up to 5 feet thick, dip 5°-10° SW. and NW. Joints (а), strike М. 
80°-85° E., vertical, spaced 10 feet and much more; (b), “blind seams” with 
quartz and pegmatite dikelets, strike М. 30° W., dip 50° E., spaced 8 to 10 feet. 
Biotitic surfaces (flow structure?) strike М. 80° W., and dip 50° №. 60° E. Тһе 
rift is reported as parallel to the gneiss foliation, and the grain is vertical, east 
to west, feeble. There are pegmatite lenses of smoky quartz and pink feldspar, 
with purple fluorite and epidote crystals. Dikes of whitish aplite up to 4 inches 
thick strike N. 50° W. (See microscopic description under Marriott quarry, 
below. ) 

Transportation, by siding to Central New England Railway. 

The product was used for building, curbing, and paving, and the waste for 
crushed stone. 

The Marriott quarry is in Sterling Township, 1 mile southwest of Oneco 
station and one-fourth mile east of the Oneco quarry. Operators, R. B. Marriott 
& Sons, Oneco. 

The granite (specimens D, ХХХ, 28, a, b, Sterling granite gneiss, Хо. 24 of the 
State preliminary geologic map), “ Oneco,” is a biotite granite gneiss of medium, 
inclining to dark bluish-gray color and of fine-grained unplicated gneissie 
texture, with porphyritic feldspar up to 0.2 and 0.4 inch and mica in fine parallel 
streaks 0.1 to 0.2 inch apart. Its constituents are identical with those of the 
Oneco quarry stone, but the section shows secondary calcite, and the ston. 
effervesces slightly with muriatic-acid test. 

This granite gneiss is well adapted by its foliation for curbing and trimmings. 
It has a marked bluish tint and looks well hammered on the grain and hard-way 
sides. 

The мей о А first според іп 1821, reopened in 1908, measured in 1908 about 
267 ^» 150 £ ht and 15 feet in depth, 

ито и ще: The gneiss foliation strikes north to М. 15° W. and is vertical. 

1 8 break) 7 feet thick, dip 5° E. There are two sets of joints— (а), strike 


mata + 
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A. GRANITE GNEISS FROM LEETE ISLAND QUARRY, CONN. 


Showing gneissoid texture due to squeezing and stretching of granite. Photograph 
by H. E. Gregory. 
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В. OVOIDAL BLOCK OF VERY FINE QUARTZ MONZONITE PRODS2GKD. ww 0! 
WEATHERING WITHIN A HEADING AT REDSTONE QUARRY, «PESTS 
ERLY, R. I. 


Hammer 20% inches long. 
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BULLETIN XXX 


PLATE 


А. POLISHED SLAB OF PEGMATITIC- BIOTITE GRANITE GNEISS, “BRANFORD 
RED," FROM NORCROSS QUARRY, STONY CREEK, CONN. 


alion and in their arrangement owing 
sic foliation. Rule 12 inches long. 


Showing irregularity in size of grains owing to pezmati 
to flow structure, and probably also in part to gne 


iis m 9 
B. OBELISF LEnED PZDMATITIC BIOTITE GRANITE GNEISS, “BRAN 
а) RED, FROM THE NORC.)88 QUARRY, STONY CREEK, CONN 
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А. COARSE PORPHYRITIC BIOTITE GRANITE GNEISS FROM HOADLY POINT 
"WEST" QUARRY, BRANFORD, CONN. 


Showing the lenticular shape of the feldspars owing to elongation and the distribution of the 
mica and quartz in bands. 


В. PORPHYRITIC GRANITE GNEISS: FROM DERBY; CONN, 7904, 


Showing the isolated feldspar erystals (phenocrysts). Photograph by H. E. Gregory. 
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ха AND SAILORS’ MONUMENT AT WHITINSVILLE, MASS. 


аде of hammered buff-gray fine quartz monzonite from Booth quarry at Waterford, Conn. 
A. D. Е. Hamlin, architect. Н. А. MacNeil. sculptor. Height to top of ball, 30 feet. Eagle of 
bronze. 
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М. 65° Е., vertical, spaced 3 to 80 feet, forms the south wall; (b), strike north, 
vertical, forms east and west walls, and one on either side. The rift coincides 
with the foliation; the grain is horizontal, and the hard way vertical, east to 
west, The stone breaks somewhat readily along the hard way. There are dikes 
of aplite up to a foot thick, striking northwest. A small one of these has a 
central band of ilmenite 0.3 inch thick. The aplite (specimen D, ХХХ, 28, с), 
like that of the Oneco quarry, is of light cream-color and very fine texture, with 
particles under 0.1 inch. In a thin section they range from 0.05 to 1.12 milli- 
meters, Its constituents, in descending order of abundance, are clear colorless 
quartz with cavities, microcline with orthoclase, oligoclase, minute and sparse 
biotite, with accessory ilmenite, garnet, and apatite. There is a 6-inch dike of 
&moky quartz with feldspathic border on the west side; also lenses of pegma- 
tite with smoky quartz. 

Transportation, by cart 14 miles to Oneco station. 

The product is used for curbing, building, trimmings, chimney. caps, and 
paving, which is sent to Providence. Specimens: Cranske Mill addition at 
Moosup, Conn. 

The Bennett quarries are in Sterling Township, three-fourths mile east of 
Sterling station and about 14 miles west of the Rhode Island line. Operator, 
Nelson A. Bennett, Sterling. Idle since 1914, 

The granite (specimens D, XXX, 24, a, d, e, Sterling granite gneiss, No. 24 
of the State preliminary geologic map) is a biotite granite gneiss of general 
light pinkish-gray color, with conspicuous black streaks on the foliation face, 
and of fine-grained, obscurely plicated, gneissic, much elongated porphyritic 
texture. It is marked by long, tapering parallel lenses from 0.1 to 0.3 inch wide 
consisting of quartz or feldspar or mica. The rock has very different aspects 
on its rift, grain, and hard-way faces. The rift or foliation face (specimen a) 
shows the lenses of black mica, pink feldspar, and smoky quartz. Along the 
grain (specimen a, Smallest side), which is vertical to the foliation but parallel 
to the lenses, the mica is in very thin streaks, while along the hard way (speci- 
men e), which is at right angles to the lenses, the rock is mottled with pink, 
gray, and black. The feldspar particles are up to 0.2 inch. The constituents, 
in descending order of abundance, are light-pinkish potash feldspar (microcline 
and orthoclase), slightly kaolinized; light smoky quartz, with cavities in ir- 
regular sheets; cream-colored soda-lime feldspar (oligoclase-albite), somewhat 
kaolinized; biotite (black mica); and very little hornblende. Accessory: 
Allanite, apatite, zircon. Secondary: Calcite, kaolin. Slight effervescence 
with muriatic-acid test. 

A more pinkish granite (specimen 25, a), from a point about 14 miles north- 
northeast of Sterling station, a little north of Quaduck Brook, is of identical 
texture and composition, but the feldspars are more pinkish and more altered, 
the oligoclase-albite being much kaolinized and carrying calcite. 

These stones are well adapted for the manufacture of paving blocks on 
account of their marked rift and grain and their smooth fracture along the 
hard way. The contrasts of shade and color in the fresh rock and its foliation 
make it suitable and attractive for other uses. 

The quarry, if such it can be called, is part of a boulder train about 1% 
miles from north to south by one-half a mile in width, consisting of boulders 
of one gneiss, which range from 5 to 30 feet in diameter and correspond to 
the underlying gueiss of the region. Indeed, a few of the quarried “ boulders” 
are the werthered tops of ledges. he quarry there is, in the quarrymen’s 
sense, a “boulder quarry.” 
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Rock structure: A ledge of the gneiss, 30 feet high, shows the gneiss foliation, 
striking north and dipping Б5°—70° W. Sheets 2 to 5 feet thick dip 25° М. 70° W., 
. and vertieal joints strike east and are spaced 1 to 10 feet. Тһе rift coincides 
with the foliation, and the grain is at right angles to it but parallel to the 
lenses. Slight discoloration extends 10 inches from the surface. у 

Transportation, by cart to а 200-foot siding one-quarter mile east of Sterling 
station. 

The product is used for curbing, sills, caps, steps, buttresses, underpinning, 
and paving. Тһе paving, which is the chief product, finds a market in Provi- 
dence. Тһе operator pays а royalty to the landowners on the boulders he 
splits up. 

Тће Sterling quarry, an abandoned quarry three-fifths mile east-southeast 
of Sterling station, in the same township, is of interest because of the texture 
of its stone. 

The granite (specimen D, ХХХ, 26 а) is а biotite granite gneiss of medium, 
inclining to dark bluish-gray color and of fine gneissic texture, with fine ma- 
trix (partieles under 0.2 inch) and porphyritie feldspars up to 0.5 inch. Its 
constituents are the same as those of the Bennett boulders, but the potash feld- 
Spar is bluish, the quartz clear and colorless, and the oligoclase milk-white to 
buff or faintly pinkish. Тһе porphyritie texture is less obscured by elongation, 
and the biotite, while in parallel arrangement, is evenly distributed, as is also 
the quartz. Titanite is among the accessory minerals. This gneiss evidently 
originated in the same granite as that of the Bennett boulders but is less meta- 
morphie—that is, its minerals have not been redistributed to the same extent, 
nor have its feldspars been subsequently so greatly altered. 

Rock strueture: Тһе gneiss foliation strikes north and dips 70? W. to 90^, 
and the sheets are from 6 inches to 8 feet thick. 


WINDHAM. 


The Larrabee quarry is in Windham Township, three-fourths mile northwest 
of the Willimantic railroad station. Operator, Charles Larrabee, јг., В. D. 2, 
Willimantic. Idle since 1915. 

The granite (specimens D, XXX, 27, a, b, d, Willimantic gneiss, No. 25, of the 
State preliminary geologic map) is a biotite granite gneiss of interbanded me- 
dium and very dark gray shades, with a few pinkish bands of muscovite gneiss 
and some of pinkish pegmatite. Its texture is fine-grained gneissic, with an un- 
plicated Jamination and particles under 0.1 inch, the feldspars in the pegmatite 
bands up to 0.8 inch. The constituents of the medium-gray bands, in descend- 
ing order of abundance, are translucent potash feldspar (microcline, partly 
kaolinized, and orthoclase) ; light smoky quartz with some cavities; whitish 
soda-lime feldspar (oligoclase or oligoclase-andesine), some of it kaolinized and 
micacized and with calcite, also intergrown with quartz more or less circular 
in cross section; biotite (black mica), some of it chloritized; and a little musco- 
vite or bleached biotite. Accessory: Garnet (fifth in order of abundance), 
magnetite, pyrite, apatite, zircon, titanite. Secondary: Kaolin, a white mica, 
calcite, chlorite. Much quartz is in lenses 0.28 by 2.24 millimeters. There are 
many fine particles of quartz and feldspar between the larger ones. In some 
specimens garnets are so abundant as to make minute pinkish bands. No effer- 
vescence with muriatic-acid test. 

A thin section of a pinkish (not pegmatitic or garnetiferous) band shows the 
same potash feldspar, pinkish and much kaolinized, light smoky quartz, much 
altered oligoclase-andesine, and muscovite instead of biotite, with allanite 
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among the accessories. This is a muscovite gneiss. The very dark bands are 
due to more abundant biotite. 

Тһе quarry, opened about 1878, measured in 1908 about 300 feet from east to 
west by 150 feet across and 40 feet in depth. 

Rock structure: Тһе gneiss foliation strikes east and dips 10? S. Тһе sheets, 6 to 
12 inches thick, coincide with the foliation. There are three sets of joints— 
(a), strike М. 40% E., vertical, spaced 2 to 8 feet, coated with quartz; (b) 
Strike N. 5? E., vertical; (c), strike М, 80° W., vertical, spaced 20 feet. Тһе 
rift coincides with the foliation, but the grain is vertical, north to south, and 
difficult, and the hard way more so. Pegmatite and smoky quartz veins up to 
2 feet thick co’ncide with the foliation and some with joints (b) and (с). 
Some small pegmatite dikes carry a little apatite. 

Transportation, by cart three-fourths mile to Willimantic. 

The product is used for curbing, crosswalks, steps, and flagging, for which 
its uniformly straight foliation and its great toughness in transverse direc 
tions well adapt it. 

RHODE ISLAND. 


The granite industry of Rhode Island centers at Westerly. Some 
of the quarries are near Westerly, others near Bradford station in 
the same township, and some in Charlestown. Westerly is at the ex- 
treme western edge of the State, 5 miles north-northeast of Watch 
Hill, on the Atlantic shore, and Niantic is 44 miles east-northeast of 
Westerly. (See Stonington and Charlestown topographic maps, 
U. S. Geol. Survey, and fig. 99.) 


WASHINGTON COUNTY. 


WESTERLY AND CHARLESTOWN. 
TOPOGRAPHY, 


Some of the Westerly quarries are on an east-west ridge абошћ а mile north- 
east of the city. This ridge attains an elevation of 200 feet nbove seai level, 
or 160 feet above the city. Others are about a mile southeast of Westerly on 
the 130-foot level, and one lies a mile east of it on the 100-foot level. Тһе quar- 
ries formerly known as “Тһе Niantic" lié from a mile south-southeast to 
14 miles southeast of Bradford station, some being in the town of Westerly, and 
one in the town of Charlestown. (See fig. 92.) 


GEOLOGIC RELATIONS. 


The granites of Westerly and Charlestown have been briefly described by 
Merrill,” by Kemp and by Rice and Gregory," and in Gregory and Robin- 
son's geologie map of Connecticut,” reproduced in Plate XXVIII, the granite 
gneiss area into which the Westerly granites were intruded in the adjacent 


parts of Connecticut is shown. : 


73 Merrill, б. P., Report of building stones: Tenth Census, vol. 10, p. 20, 1885. 

"^ Kemp, J. F., Granites of southern Rhode Island and Connecticut, with observations 
on Atlantic coast granites in general; Geol. Soc. America Bull, vol. 10, pp. 361-382, 
especially pp. 865-370, 375, 876, and pl. 35, 1899. 

75 Rice, W. N., and Gregory, Н. E., Manual of the geology of Connecticut: Connecticut 
State Geol. and Nat. Hist. Survey Bull. 6, рр. 115, 136, 152, 154, 155, 1906. 

76 Gregory, H. E., and Robinson, H. H., Preliminary geological map of Connecticut, 
Sterling granite gneiss (24), also the accompanying Outline of the geology of the State: 
Connecticut State Geol. and Nat. Hist, Survey Bull. 7, p. 36, 1907. 
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According to these geologists, the “pink” and “blue” fine-grained Westerly 
granites were intruded as dikes in a molten state into certain older granite 
gneisses (Sterling granite gneiss), which form extensive parts of the surface 
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along the Atlantie shore. Тһе medium-grained reddish granite of the Red- 
stone quarry, northeast of Westerly, and the very coarse gneisses exposed at 
the other quarries all belong to this granite gneiss formation, These granite 
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gneisses were originally granites which had likewise been intruded into аһ 
earlier overlying gneiss, a metamorposed sedimentary rock (Putnam gneiss, 
etc.), of which no remnants are reported as occurring at Westerly. Prior to 
the intrusion of the Westerly granite these older granites had been subjected 
to an amount of lateral compression sufficient to crush, elongate, rearrange, 
and recrystalize their particles and thus change them into gneiss. The amount 
of this change is not always uniform. At sonre time prior to the intrusion 
of the Westerly granite the granite gneiss was traversed by pegmatite dikes. 

The Westerly granites themselves were later also traversed by pegmatite 
dikes and still later by basic dikes. These dikes are probably of Triassic age, 
as are the trap ridges of New Haven and the Connecticut Valley. Thus the 
Westerly region bears records of at least five periods of igneous activity. 

In the geologic map of Massachusetts and Rhode Island compiled by Emer- 
son™ the Sterling granite gneiss area extends from Westerly eastward to 
Narragansett Pier and northward along the Connecticut border to the latitude 
of Pawtucket.” у 


GEOLOGY OF WESTERLY AND CHARLESTOWN QUARRIES. 


That the fine pink granite is of later date than the coarser red granite 
(Sterling granite gneiss) is clear from their relations at the Redstone, Smith 
north, and Calder & Carnie quarries. That the red granite itself is older than 
а banded biotite gneiss follows from its containing inclusions of it. Northeast 
of Westerly the pink granite was intruded into the red granite, but at the 
Smith and Catto quarries (fig. 18) it or its associated fine blue granite was in- 
truded into a finely banded biotite gneiss not unlike that in the red granite, 
and at the Klondike, Newell, and Crumb quarries, near Bradford station 
(Pl. XXXIV, A, and fig. 93), it was intruded into a porphyritie biotite gneiss 
which may be simply a more gneissic phase of a coarser Sterling granite gneiss 
than that exposed at the Redstone and Dixon quarries. But the finely banded 
gneiss of the other quarries and of the inclusions resembles the inclusions іп 
the “ Redstone granite” and differs from that granite itself both by the absence 
of microcline and by the predominance of oligoclase or of oligoclase-andesine to 
andesine, so as to indicate that these finely banded gneisses belong to another 
formation, possibly to the Putnam gneiss of Connecticut geologists. At the 
Smith quarry the strike of the banded biotite gneiss is N. 85° W. 

The fine Westerly granites appear in dikelike masses from 50 to 150 feet 
thick, striking М. 75°-90° W. and dipping 802-459 about south. At the Smith 
quarry they are underlain by a parallel mass of aplitie granite of similar char- 
acter, carrying also inclusions of finely banded biotite gneiss, At the Klondike 
quarry the granite has a flow structure striking N. 10°-20° W., intersecting 
the course of the apparent dike. It is uncertain whether these are granite 
dikes or protuberances from a broad intrusive mass which have become ex- 
posed by the erosion of the thinner parts of the overlying gneiss. 

The phenomena at the quarries indicate the following as the probable order 
of geologic events about Westerly: (1) A finely banded biotite gneiss forms 
the surface; (2) intrusion by the red granite of the hill northeast of Westerly 
with a northeasterly flow structure, and also by the gray granite near Brad- 
ford station; (8) metamorphism of the гей and gray granite converting it 


11 See U. 8. Geol. Survey Bull. 597, pl. 10, p. 230, 1916. 

78 See also Loughlin, 6. F., Intrusive granites and associated sediments in south- 
western Rhode Island: Am. Jour. Sci., 4th ser., vol. 29, pp. 447-457, 1910; The gabbros 
and associated rocks at Preston, Conn.: U. S. Geol. Survey Bull. 492, 1912. 


406 COMMERCIAL GRANITES ОЕ NEW ENGLAND. 


into a porphyritie gneiss (Sterling granite gneiss); (4) intrusion of the fine 
granites of Westerly and Charlestown, in some plaees into the earlier banded 
biotite gneiss, in others into the more or less altered Sterling granite gneiss; (5) 
pegmatite and aplite dikes traverse both the westerly granites and the Sterling 
granite gneiss, though some of the latter are connected with the intrusion of 
the finer granite; (6) a diabase dike, probably Triassic, traverses both the 
Westerly and the Sterling granite and the pegmatite dikes in the latter at the 
Redstone quarry. 

The chief joint course іп the fine granites is М. 10°-25° E., but the following 
also occur: М. 35?—40? E., М. 50°-G0° E., N. 10°-22° W., М. 45°-55° W. In the 
older red granite the courses аге N. 85°—45 E. and М. 60° W. The rift in the 
fine granite is reported as either horizontal or inclined 10° N. or S., and the 
grain as either vertical or 75° N., with an east-west ог М. 65° W. or М. 70° E. 
course, in one instance with a dip of 45° S. 20-W., in another with a scarcely 
perceptible dip. The rift in the coarser granite is reported as dipping 20° Е, or 
W. A compressive strain is reported as being from north and south, east and 
west, and northeast and southwest. 


WESTERLY GRANITES. 


The following summarizes the more detailed descriptions of specimens and 
thin sections, from both Westerly and “Niantic” (Charlestown) quarries, 
given on pages 408-414. 

* Westerly pink," sometimes called “ Westerly statuary” granite is a quartz 
monzonite of more or less pinkish or buff medium-gray color, and of very fine, 
even-grained texture, with slender feldspars not over 0.1 inch long and slender 
micas not over 0.15 inch long. Its constituents, in descending order of abun- 
dance, are раје smoky quartz; clear colorless to milk-white soda-lime feld- 
spar (oligoclase-albite to oligoclase) ; in nearly equal amount, slightly pinkish 
or cream-colored potash feldspar (microcline and orthoclase) ; and black mica. 
Магпе е and pyrite are among the accessory minerals, and calcite is among 
the secondary. | 

“Blue Westerly ” granite is а quartz monzonite of more or less bluish me- 
dium-gray сојог, with fine black particles, and of fine, even-grained texture, with 
feldspars up to 0.1 or 0.2 inch and miea to 0.1 or 0.15 inch long. Its constitu- 
ents, in descending order of abundance, are clear to milk-white, pinkish, or 
cream-colored soda-lime feldspar (oligoclase-albite to oligoclase) ; more or less 
transparent bluish or greenish potash feldspar (microcline and orthoclase) ; 
and black mica. Magnetite and pyrite are among the accessory minerals, and 
calcite is among the secondary. 

“Red Westerly " granite is a biotite granite of reddish-gray color speckled 
with black and of even-grained medium, inclining to coarse texture, with feld- 
spars under 0.4 inch, exceptionally 0.5 inch, and mica up to 0.2 inch long. Its 
constituents, in descending order of abundance, are reddish potash feldspar 
(microcline and orthoclase); smoky quartz; cream-colored striated soda-lime 
feldspar (oligoclase-albite) ; and black mica. Both feldspars are in places 
stained red from hematite, resulting from the oxidation of magnetite particles, 
which with pyrite is among its accessory minerals. Secondary calcite. 

Estimates of the mineral percentages in the pink granite, obtained by apply- 
ing the Rosiwal method to camera lucida drawings of parts of two thin sections 
enlarged 40 diameters, yield the following results, with mesh of.1 and 1.4 inches 
and total linear lengths of 40 and 33.6 inches. 
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Estimated mineral percentages in “ Westerly pink” granite. 


Onartze TENER а таны Ал ғытта Sea 36. 09 
Oligoclase-albite to oligoclase (soda-lime feldspar) _______ 30. 63 
Microcline and orthoclase (potash feldspar).. 28. 44 
Biotite  COIGCE жала). eee к ee ы О 3. 59 
ТЕОРИИ О сы теи к» Von ЕА ЦЬ Е rar ae Жү 50 
Маза ез нз атте Ші атана а quio mh den eir 75 

100. 00 


Тһе average diameter of the particles, obtained by the same measurements, 
is 0.175 millimeter, or 0.0069 inch. Measurements of the larger particles in 
four thin sections of this granite, made with the micrometer, give the follow- 
ing figures; Microcline and orthoclase 0.50 to 0.95 millimeter, oligoclase 0.56 to 
1.122 millimeters, biotite 0.39 to 0.56 millimeter, white mica 0.168 to 0.392 
millimeter, quartz 0.50 to 1.122 millimeters, magnetite 0.112 to 0.224 millimeter. 
Тһе feldspars, quartz, and biotite in their coarser particles thus range from 
0.39 to 1.122 millimeters, or 0.015 to 0.0439 inch. 

Two estimates of the mineral percentages in “ Westerly blue” granite (pp. 
409, 416), made in the same way, average: 


Estimated mineral percentages in “ Westerly blue” granite. 


Soda-lime feldspar (oligoclase-albite to оПсосјаке)______- 44, 48 
QUATIZ Жез eo es ee М жете Жа в ae eS ee 25. 28 
Potash feldspar (microcline 11.08, orthoclase 9.26) А AE a 20. 29 
Biotite (black mica) 5. 90 
Ми вена (© а 0 | 1.58 
Пријава за ARIES, Rue ы ЫЫ ы! МА АДЫШ. eee o 1.16 
редот оке ДА Мал А НВ ес сс сыл ле ыле ‚05 
Allanite and na Cu aet E enr В а d li. О 

100. 00 


The average diameter of the particles obtained by the application of the same 
method to three “ Westerly blue" granites, is 0.0099 inch, or about 50 per cent 
larger than that of the statuary. 

An estimate of the mineral percentages in " red Westerly " granite will be 
found on page 413. 

Kemp" gives two analyses of Westerly granite made by F. W. Love, then 
of Cornell University, which are repeated here for reference. 


Analyses of Westerly granites. 


Gray Red 
granite. | granite. 


ВИНА.) MERE йық ЕБ н comes cst A nl 71.64 73.05 
ш (поо s ES ра We 15. 66 14.53 
€20; (iron sesquioxide).... 

FeO (iron oxida) ру гесе фе. 2.34 2.96 
MnO (manganese oxide). . Trace. Trace. 
ЕАО И соли Qo que реши аль 2.70 2. 06 
NaO (soda).. t ny 1.578 1.72 
К.О (potash). . 5.60 5.39 

.482 .29 


Н.О (water) 
100. 00 100. 00 


Kemp, J. F., Granites of southern Rhode Island and Connecticut, with observations 
on Atlantic coast granites in general: Geol. Soc. America Bull, vol, 10, p. 375, 1899, 
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Kemp gives 2.654 as the specifie gravity of the gray analyzed. 

Messrs. Sullivan and Schaller, chemists, of this Survey, find that five speci- 
mens of Westerly granites contain the following percentages of CaO (lime) 
soluble in hot dilute acetic acid, which indicate the presence of the percentages 
of СаСОз (ealeium сагђопаје) shown in the second column. АП these granites 
effervesce slightly with muriatic-acid test. 


Lime and. calcium carbonate in Westerly granite. 


White statuary (pink Westerly) 
ВОЈО Ову. 23609. 202224 вани о ДЕА 
Red Westerly... 


The “pink” (really buff to slightly pinkish gray) and the “blue” (really 
bluish gray) Westerly granites are strictly monumental granites, but the former 
has been called a statuary granite, as it lends itself to the most delicate cary- 
ings. The fineness of its texture becomes more apparent in comparing it with 
that of statuary marbles. As compared with European marbles its texture is 
between that of * Carrara ordinary " and “ Laas statuary” of Tyrol As com- 
pared with American marbles it corresponds to the dolomite of Lee, Mass., and 
the * Brandon Italian" of Vermont. On the table of grades of marble texture” 
it falls in grade 4, medium. It takes a high polish, and its hammered surface 
is light, offering, as quartz monzonites generally do, a marked contrast of shade 
to the polished surface. 

Although “blue Westerly ” granite (marble, grade 5, coarse) is 50 per cent 
coarser in texture than the “pink Westerly,” it lends itself well to monu- 
mental and sculptural work, as is shown by Plate XXXIV, B. Its polish is 
not quite so high as that of the “pink,” owing to the larger size of its mica 
scales, but its contrast of shade is equally strong. 

* Red Westerly " granite is used only for construction, 


QUARRIES. 


The New England quarry is 0.9 mile southeast of the Westerly station and 
100 feet above it. (See fig. 92.) Operator, New England Granite Works, 
Westerly. 

The granite is of two varieties. One (specimens D, XXVIII, 1, f, i), “pink 
Westerly,” is a quartz monzonite of very slightly pinkish medium-gray color, 
and of very fine, even-grained texture, with very slender feldspars not over 
0.1 inch long and slender mica scales rarely 0.1 or 0.15 inch long. The average 
diameter of all its particles, including the magnetite, as determined by the 
Rosiwal method, is 0.0069 inch, or 0.175 millimeter, as given on page 407. Its 
constituents, in descending order of abundance are pale smoky quartz with 
hairlike crystals of rutile and a few cavities; clear colorless to milk-white 
soda-lime feldspar (oligoclase-albite to oligoclase), partly kaolinized and mica- 
cized; in almost equal amount, slightly pinkish or cream-colored potash feld- 
spar (microcline and orthoclase), some of it intergrown with quartz circular in 
cross section; biotite (black mica), some of it chloritized and interleaved with 
white mica or else partly bleached; some separate muscovite may be present 
also. Accessory: Magnetite (ilmenite?), titanite, pyrite, allanite, apatite, zir- 
con, rutile. Secondary: Kaolin, one or two white micas, chlorite, carbonate. 


30 Зее Dale, Т. N., and others, The commercial marbles of the southern Appalachian 
region: U. S. Geol. Survey Bull. — (in preparation). 
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Estimates of mineral percentages in this stone have been given on page 407. 

W. Т, Schaller, chemist, of this Survey, finds that it contains 0,84 per cent 
of CaO (lime) soluble in hot dilute acetic acid, which indicates a content of 
0.6 per cent СаСОз (calcium carbonate). The presence of calcite is shown by 
the microscope and by a slight effervescence with muriatic-acid test. 

A compression test made for the firm at the United States arsenal at Water- 
town, Mass., in 1907, with a cube of about 2-inch face, gave this granite an ulti- 
mate compressive strength of 89.750 pounds to the square inch (direction of rift 
or grain with reference to pressure not noted). 

The sculptural qualites of this stone have already been dwelt upon. The 
polished face shows minute particles of magnetite and a few of pyrite. It ham- 
mers light gray, and the contrast between this and the shade of the polished 
face is somewhat marked. 

The second variety (specimens D, XXVIIII, 1, с, се), “blue Westerly,” is a 
quartz monzonite of very slightly bluish medium-gray color with fine black 
particles. Its texture is even grained, fine, with feldspars up to 0.2 inch and 
mica to 0.15 inch. Its constituents, in descending order of abundance, are: 
Clear to milk-white or pinkish soda-lime feldspar (oligoclase-albite to oligo- 
clase), much of it kaolinized and micacized; pale smoky quartz with a few 
needle-like crystals, probably of rutile, and with cavities in sheets; clear to 
blue-greenish and grayish potash feldspar (orthoclase and microcline), inter- 
grown with quartz, circular in cross section, and slightly micacized; biotite 
(black mica), some of it chloritized, and with needle-like crystals of rutile (7); 
and muscovite or bleached biotite. Accessory: Magnetite (ilmenite?), pyrite, 
apatite, allanite, zircon, rutile. Secondary: Kaolin, two white micas, chlorite, 
carbonate, rarely hematite and epidote. 

An estimate of the mineral percentages, obtained by applying the Rosiwal 
method to a camera lucida drawing of part of a thin section enlarged 40 diam- 
eters, yields the following results with a mesh of 1.7 inches, and total linear 
length of 42 inches: 


Estimated mineral percentages in “ blue Westerly” granite from the quarry of 
the New England. Granite Works. 


а ke ee = 21.15 
Soda-lime feldspar (oligoclase-albite to oligoclase)______. 52.64 
Potash feldspar (microcline 4.14, orthoclase 10.5)________ 14, 65 
нове hlag ales.) = ee a es адалы 5.52” 
Wataman eset uel каје ar БА сна а сата ie ~ 8.05 
ТС оос ТОУ iu А раса а эле лы ам ырақ аза ы], 
НА арка 2 ти ва ia ec Улы "челе. боры Я: СИН 1. 28 
100.00 


No great value need to be attached to the figures for allanite, as а shifting of 
the mesh would have thrown it out altogether. 

Тһе average diameter of the particles obtained by the same method is 0.0112 
inch, 

E. C. Sullivan, a chemist of this Survey, finds that this stone contains 0.20 
per cent of CaO (lime), soluble in hot dilute асене acid, which indicates a 
content of 0.35 per cent of СаСОз (calcium carbonate). The presence of calcite 
is also shown by the microscope and by а very slight effervescence with 
muriatic-acid test. 

A compression test made for the firm at the United States arsenal at Water- 
town, Mass., in 1907, with a cube of about 2-inch face, gave it an ultimate com- 
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pressive strength of 31,970 pounds to the square inch (direction of rift or grain 
with reference to pressure not noted). 

This stone takes a high polish, but the mica scales, being a little larger than 
in the * pink," show more on the surface. Тһе polished face shows not a little 
magnetite in fine particles, with rare grains of pyrite. Тһе combination of а 
slightly bluish with a slightly pinkish feldspar, both in fine particles, results 
in a peculiar gray in the polished face. 'The hammered face is light gray and 
in eontrast to the shade of the polished surface. 

The quarry, opened about 1860, measured in 1906 about 300 feet in a west- 
northwest direction by 200 feet across and from 40 to 80 feet in depth. Within 
20 feet west-northwest of it is another opening of about the same size, to be 
united with the main opening, so as to obtain a working face 600 feet long. 

Rock structure: Тһе sheets, 6 inches to 12 feet thick, are horizontal but 
somewhat irregular, owing to “ growing on." There are two sets of joints—(a), 
strike М, 152-959 E., vertical, spaced 8 inches to 30 feet, forms a heading 15 to 
20 feet wide on the west side, separating it from the older excavation, and 
another, 5 to 10 feet wide, on the east side, which divides this from the adjacent 
Smith quarry; (b), strike М. 50°—55° W., vertical, spaced 18 inches to 30 feet. 
The rift is reported as horizontal, and the grain as vertical, with N. 65? W. 
course. There is а 2-inch pegmatite dike striking М. 37? E., consisting of pink 
potash feldspar, amethystine quartz, and muscovite; the feldspar is partly 
altered to light-green epidote. Pegmatite dikes also traverse the heading on the 
west side. Rusty stain is 1 to 7 inches thick on the sheet surfaces. "There is 
much kaolinization of feldspar and limonite stain adjacent to the pegmatite 
dikes. On the south-southwest wall the granite is in contact with a southward 
inclined overhanging mass of dark biotite gneiss with a vertical foliation. 
This is also crossed by pegmatite dikes. The line of contact between granite 
and gneiss is jagged in places. The relations on the north wall are now largely 
concealed by dumps, but their character is well exposed in the adjoining Smith 
quarry, as described on page 411, The structural relations of the pinkish-gray 
and bluish-gray granite to each other are not clear. At one point on the south- 
southwest wall the former seems to underlie the latter, and there seem to be 
also lateral changes in the color of both near the dike which are possibly caused 
by it. The width of the granite from north-northeast to south-southwest, at 
right angles to the dip, does not exceed 150 feet. 

Transportation, by siding to New York, New Haven & Hartford Railroad. 

Nearly all of the product is used in monumental work, the rest in buildings, 
and the waste for paving, particularly small blocks for electric roads. Speci- 
men monuments of the “blue”: National monument, Gettysburg, Pa.; Antie- 
tam monument, Maryland; Perkins monument, Akron, Ohio; Skinner and Ware 
monuments, Denver, Colo.; of the “pink”: Horne monument, with a 7-foot 
6-inch figure, Homewood cemetery, Pittsburgh, Pa.; Whiton monument, Green- 
wood cemetery, Brooklyn, М. Y. Plate XXXIV, В, shows lilies and passion 
flowers on the base of a cross of the “blue” stone. Specimen buildings of 
the “blue”: Connecticut Mutual Insurance Building, Hartford; Branford 
House, Groton, Conn.; Mutual Life Insurance Building, Philadelphia; Wil- 
liamsburg Savings Bank, Brooklyn, N. Y. 

The Smith quarry adjoins on the east the one just described and is about 
0.9 mile southeast of Westerly station and 100 feet above it. (See fig. 92.) 
Operator, Smith Granite Co., Westerly. 

The granite consists of the identical two varieties, “ Westerly pink” and 
“Westerly blue,” already described under the New England quarry. Both 
are quartz monzonites—the pink a slightly pinkish medium-gray of even- 
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grained, very fine texture; the blue a slightly bluish medium-gray of even- 
grained, fine texture, (For full descriptions see pp. 408-409.) 

The quarry, first opened іп 1846, consists of two openings. Тһе “ New East 
quarry," separated from the New England quarry only by a heading measured 
in 1906 250 feet east-southeast by 200 feet across and 65 feet deep; the other, 
older one, contiguous to the last on the east, was about 400 feet east-southeast 
by 125 feet across and 150 feet deep. 

Rock structure: The sheets in the upper 25 feet are from 2 inches to 2 feet 
thick, and below that from 9 inches to 5 feet thick, and all horizontal. There 
is only one set of joints, strike М. 209-229 E., spaced 100 to 300 feet, forms a 
50-foot heading between the two openings and a 5 to 10 foot heading between 
the western opening and the New England quarry. Тһе rift is reported as 
horizontal, and the grain as vertical, with a М. 65° W. course. On the south- 
southwest the granite is overlain by a mass of dark-gray banded biotite-horn- 
blende gneiss of somewhat fine texture, which strikes N. 30? W. and dips 45? 
SSW. Тһе rock contains much soda-lime feldspar (oligoclase-andesine to 
andesine) but no microcline. On the north-northeast the granite is apparently 
underlain at 45° by a mass of granite (quartz monzonite) of more or less 
pinkish-gray color and of somewhat fine texture with a variable amount of 
black mica, so as in places to resemble an aplite. It is also marked in places 
by dark-brownish stains, 0.25 inch in diameter and an inch or so apart, which 
are due to the alteration of allanite particles into hematite and limonite. "This 
rock contains many angular inclusions, large and small, of a somewhat finely 
banded biotite gneiss, which itself contains lenses and dikes of pegmatite 
parallel to its schistosity and evidently formed before the intrusion of the 
quartz monzonite. The foreman stated that the “blue granite” at the bottom 
of the larger opening contained an inclusion 10 feet in diameter like the 
inclusions of gneiss above described. In this opening about 40 feet of “ pink” 
intervenes between the overlying gneiss and the “blue,” but in the smaller 
opening these relations are reversed. Тһе entire width of the mass of “blue” 
and “pink” appears to be 80 to 100 feet, measured at right angles to its 
inclination. The heading which separates the two openings is much broken 
by subjoints parallel to it. For a thickness of 8 feet on the west it is altered 
to a dull greenish-reddish color. In thin section this shows the feldspars 
kaolinized, micacized, and chloritized, most of the biotite bleached, the magne- 
tite passing into hematite and the pyrite into limonite. As its soda-lime feld- 
spar is oligoclase-andesine, differing from that of the adjacent granite, this 
heading may be a transverse granite dike. These structural data were ob- 
tained in 1906. 

Transportation, by siding to New York, New Haven & Hartford Railroad, 
but paving stones are carted one-third mile to wharf on Paweatuck River. 

The product is nearly all used for monuments; the waste goes into paving 
blocks of various sizes. Specimen monuments: Equestrian statue of Wash- 
ington erected by the United Order of American Mechanics at Allegheny, 
Pa.; Roger Williams monument at Roger Williams Park, Providence, В. IL; 
First Massachusetts Volunteer Infantry monument, Gettysburg, Pa.; Ohio State 
monument, Vicksburg, Miss.; soldiers’ monument, Jewett City, Conn.; of the 
“pink,” C. A. Roebling monument, Trenton, М. J. 

The Calder & Carnie quarry is 0.9 mile N. 50° Ж, from the Westerly sta- 
tion, and 160 feet above it, on the western hump of the ridge north of the rail- 
road. (See fig. 92.) Operator, Smalley Pink & Red Westerly Co., Westerly. 

The granite (specimen D, XXVIII, 8, a), “ Westerly pink,” is a quartz monzo- 
nite of medium pinkish-buff gray color, more pinkish than any of the other 
fine Westerly granites except specimen I, e, from the rock next to the peg- 
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matite dike in the New England quarry. Its texture is even grained, very 
fine, with feldspars not over 0.1 inch and mica still less. Its constituents are 
the same as those of the fine stone from the Smith north quarry, but with a 
little more hematite stain. The thin section shows carbonate, and the stone 
effervesces slightly with muriatic-acid test. The quarry also yields the “ red” 
constructional granite described on this page. 

The quarry, first opened in 1882, measured in 1906 about 400 by 250 feet and 
90 feet deep. 

The sheets, 6 inches to 8 feet thick, are horizontal and irregular. There 
are two sets of joints—(a), strike N. 20° W., dip 45° 5. 70° W., spaced 2 to 
8 feet, discontinuous, forms a heading 10 feet wide in the center, and one of 
these joints has subjoints striking N. 80° W., one-half to 1 inch apart; (b), 
strike М. 852-409 E., dip 80° М. 37? W., and 90°, spaced 2 to 8 feet. The rift 
is reported as dipping north at a low angle, and the grain as striking М. 70° E. 
and dipping 45° Е. 20° W. Тһе fine granite occurs here as a dike dipping 45° 
S. and 50 feet thick, with the medium-grained “red” on both sides оғ it. It 
also contains pegmatite dikes parallel to its course. Some fine veins in the 
flow direction are described on page 22, Along joints (a) the granite is much 
reddened for 1 to 2 inches. In this reddish zone the feldspars are much 
kaolinized and micacized, the biotite is chloritized, epidote occurs, and the 
magnetite is altered to hematite, which has reddened the feldspars. Rusty 
stain is up to 4$ inches thick on sheet surfaces. 

Transportation, by cart three-fourths mile to siding of New York, New 
Haven & Hartford Railroad. 

'The product is used for monuments and buildings. 

Тһе Catto quarry is about a mile east-southeast of Westerly station, 60 
feet above it, and half a mile northeast of the Smith and New England 
quarries. (See fig. 18.) It is now abandoned. 

The granite (specimen D, XXVIII, 9, a), “blue Westerly,” is a quartz 
monzonite of very slightly bluish medium-gray color with fine black particles. 
It is a trifle more bluish than that of the New Hngland quarry. Из texture 
is fine, with feldspar and mica up to 0.1 inch, the former exceptionally 0.16 
inch. It is thus a trifle finer than specimens 1, с, се (p. 409), but its constituents 
are the same. 

The quarry, opened before 1886, measured іп 1906 about 850 feet east-west by 
200 feet across and from 75 to 100 feet in depth. 

Rock structure: The sheets, 6 inches to 10 feet thick, dip north at a low 
angle. But one set of joints strike N. 22° W., vertical, spaced 3 to 50 feet, 
and discontinuous below. The rift is reported as horizontal and the grain 
as scarcely perceptible. The east face of quarry shows the relations of the 
granite to overlying banded gneiss. 

The Redstone quarry is less than 12 miles east-northeast of Westerly sta- 
tion, at the east foot of an east-west ridge, one-fourth mile north of the New 
York, New Haven & Hartford Railroad. (See fig. 92.) Operator, New England 
Granite Works, Westerly. 

The chief granite of this quarry (specimens D, XXVIII, 2, b, h), “red 
Westerly,” is a biotite granite of medium reddish-gray color speckled with black. 
Its texture is even grained, medium, inclining to coarse, with feldspars under 
0.4 inch, exceptionally 0.5 inch, and mica up to 0.2 inch. Its constituents, in 
descending ordet of abundance, are reddish potash feldspar (microcline and 
orthoclase), some of it slightly micacized, intergrown wtih quartz in vermicular 
structure, in places also with soda-lime feldspar; smoky quartz with hairlike 
erystals, probably of rutile, also with cavities in sheets with rift cracks parallel 
to them; cream-colored striated soda-lime feldspar (oligoclase-albite), kaolin- 
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ized and micacized, and intergrown with quartz like the other; and biotite 
(black mica), some of it bleached. Accessory: Magnetite, pyrite, apatite, 
zircon, rutile. Secondary: Kaolin, two white micas, hematite stain from 
magnetite particles, in places reddening both feldspars, calcite. 

An estimate of the mineral percentages by the Rosiwal method yields the 
following results with a mesh of one-half inch and total linear length of 384 
inches: Potash feldspar (microcline and orthoclase), 35.40; quartz, 29.87; 
soda-lime feldspar (oligoclase-albite), 28.35; biotite (black mica), 6.74. 

An analysis of this granite by Love has been given on page 407. 

W. T. Schaller, chemist, of this Survey, finds that it contains 0.25 per cent 
of CaO (lime) soluble in hot dilute acetic acid, which indicates a content 
of 0.446 per cent of CaCOs (calcium carbonate), the presence of which is shown 
by the microscope and also by a slight effervescence with muriatic-acid test. 

A compression test made for the firm at the United States arsenal at Water- 
town, Mass., in 1907, with a cube of about 2-inch face, showed the first crack 
with 106,000 pounds and final fracture with 113,000 pounds, indicating an 
ultimate compressive strength of 28,540 pounds to the square inch (direction 
of rift of grain with reference to pressure not noted). 

The contrasts between the colors of the two feldspars come out strongly on 
the polished face, which shows considerable magnetite and some pyrite. The 
size of the mica plates is not favorable to the durability of the polish in long- 
continued outdoor exposure. It is a constructional granite of warm tint. 

The quarry, opened in 1880, measured in 1906 about 850 feet from north 
to south by 250 feet across, with a working face 100 feet high on the west. 

Rock structure: The sheets, 1 to 20 feet thick, are somewhat irregular. In 
the upper part most of them dip 10° about west-northwest and a few are hori- 
zontal, but lower down all are horizontal. At the south end the sheets are 
intersected by sharply curved partings (“toenails”). There are inclusions 
of finely banded biotite gneiss resembling the capping at the Smith and Catto 
quarries. The rift is reported as horizontal and the grain as fairly defined 
and vertical, with a N. 20° Е. course. There is but one set of joints, strike 
N. 85% E., dip 70° S. 35° E. to 90°, spaced 15 to 50 feet, forms a heading in 
the center of the quarry and a heading at the extreme north end which is 40 
feet wide.. A dike 5 to 19 feet thick runs the whole length of the quarry, with a 
dip of 10° S., consisting of alternating reddish aplite and coarse pegmatite 
(reddish feldspar, smoky quartz, and biotite), Some of the surfaces of which 
are coated with iridescent drusy hematite. Beneath this almost horizontal 
dike is a mass of unknown extent of fine pinkish quartz monzonite like that 
at the Smith and New England quarries described on page 406. This reaches 
the surface at the north and south ends of the quarry. The ovoidal mass 
shown in Plate XXIX, В, and described on page 78, came from the 40-foot 
heading which crosses this quartz monzonite at the north end of the quarry. 
Small basie dikes are described on page 56. Rust stain on the sheet surfaces 
is up to 3, rarely 4, inches thick, A thin Section of it shows both feldspars 
stained with limonite. It follows irregular cracks in the microcline and the 
quartz, ав well as the boundaries between them. It proceeds in some cases 
clearly from the larger grains of magnetite and from biotite scales. 

Transportation, by siding to New York, New Haven & Hartford Railroad. 

The product is used entirely for buildings. Specimens: Southern Pacific 
Building, Houston, Tex.; Tuberculosis Hospital, New Haven, Conn.; town hall 
and courthouse, Westerly, В. I.; Elk? Memorial, Buffalo, М. Y.; American Ex. 
change, American Tract Society, and Travelers Insurance Co. Buildings, New 
York City. 


414 COMMERCIAL GRANITES OF NEW ENGLAND. 


The Smith North quarry is a mile №. 60° E. of the Westerly station, 120 
feet above it, in a saddle on the east-west ridge north of the railroad. (See 
fig. 92.) Operator, Smith Granite Co., Westerly. 

The granite is of two sorts—' red Westerly,” a medium-grained biotite gran- 
ite of medium reddish gray color identical with that of the Redstone quarry 
(specimens D, XXVIII, 2, b, h), described on page 412, and “pink Westerly ” 
(specimen D, XXVIII, 4, a), a quartz monzonite of medium buff-gray color 
and of very fine, even-grained texture, with feldspars mostly up to 0.057 inch, 
exceptionally 0.1 inch, and mica to 0.028 ,exceptionally 0.15 inch. It is iden- 
tical in composition with the “pink Westerly ” described оп page 408, but is 
of more pinkish tint. 

The quarry, opened before 1892, measured in 1906 about 200 feet from east 
to west by 150 feet across, with a working face 75 feet high on the west and 
25 feet on the east. 

Rock structure: The sheets, 6 inches to 10 feet thick, are lenticular but 
very irregular and without uniform dip. The only set of joints strikes N. 10° 
Hr, vertical or nearly so, spaced 20 to 40 feet. The rift is reported as dipping 
10° S. and the grain 75? М, Sixty feet of the fine granite overlies the “тей,” 
the plane of their contact dipping 40°-50° about south. At the top of the 
working face a pegmatite dike 10 feet thick dips 45° S. Rusty stain is only 
2 inches thick on sheet faces. 

Transportation, by cart one-fourth mile to New York, New Haven & Hart- 
ford Railroad. 

Product: The “тей” is used for buildings and the “pink” for monuments. 

The Dixon quarry is about half a mile northeast of the Westerly station 
at the west foot of' the east-west ridge north of the railroad. (бее fig. 92.) 
It is now abandoned. 

Тһе granite (specimen D, XXVIII, 7, а) is a biotite granite of medium 
buff-gray color with fine black particles. Its texture is medium, inclining to 
coarse, with féldspars up to 0.4 inch, exceptionally 0.5 inch, and mica to 0.15 
inch. Its constituents, in descending order of abundance, are pinkish-gray 
potash feldspar (microcline and orthoclase), slightly kaolinized and inter- 
grown with quartz and soda-lime feldspar; smoky quartz with cavities; 
greenish-gray striated soda-lime feldspar (oligoclase-albite), some of it much 
micacized and kaolinized; and biotite (black mica), some of it chloritized. 
Accessory: Magnetite, pyrite, apatite, allanite, zircon. Secondary: Kaolin, two 
white micas, chlorite, limonite, hematite, carbonate. 

This is a constructional granite which is closely related to the “тей” of the 
Redstone quarry but in which the potash feldspars are less reddish and the 
soda-lime feldspars are greenish instead of cream-colored. 

The quarry consisted in 1906 of three openings—one 150 by 100 feet and 20 
to 40 feet deep, one 100 by 75 feet and 40 feet deep, and one 100 by 50 feet 
and 10 to 30 feet deep. 

Rock structure: The sheets, 6 inches to 6 feet thick, are generally horizontal. 
There are two sets of joints—(a), strike N. 45° Е., vertical, spaced 50 to 100 
feet, forms several headings; (b), strike N. 60° W. vertical, spaced 50 feet and 
over, less numerous than (а). 

Although the stone is adapted for buildings, only crushed stone was being 
produced in 1906. 

The Chapman quarry is near the foot of the ridge. (See fig. 92.) It is 
abandoned, but is mentioned here because of its geologic features. 

A joint face forming the west wall and working face strikes N. 10° W. It 
is intersected at intervals of 1 to 3 feet by vertical joints striking М. 50° Е. 
At the top is an inclusion of biotite gneiss 10 feet in diameter. Dipping 10° S. 
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across this face is a pegmatite dike about a foot thick. Between 20 and 30 
feet below it is an aplite dike a few inches thick with like dip. Тһе sheets 
are only 1 to 8 feet thick, and the joint intervals are too short to make quarry- 
ing profitable. Тһе granite is the fine-textured pinkish-gray quartz monzonite 
already described. 

Тһе Klondike quarry is in Charlestown, 1% miles southeast of Bradford 
station and 5$ miles east of Westerly station. (See fig. 92.) Operator, Sullivan 
Granite Co., Westerly. 

The granite (specimens D, XXVIII, 11, c, 2), “blue-white Westerly,” is a 
quartz monzonite of medium bluish-gray color with very fine black particles. 
Its texture is fine, with feldspars up to 0.1, exceptionally 0.2 inch, and mica 
to 0.05, exceptionally 0.1 inch. Its constituents, in descending order of abund- 
ance, are clear to milk-white or cream-colored striated soda-lime feldspar 
(oligoclase), partly kaolinized and micacized (in some crystals the altered 
part is central; in others it forms a zone with unaltered feldspar within and 
without it); slightly smoky quartz with hairlike crystals, probably of rutile, 
and very few cavities; more or less transparent bluish potash feldspar micro- 
cline and orthoclase, the first intergrown with quartz); and biotite (black 
mica), some of it chloritized. Accessory: Magnetite, titanite, pyrite rare, 
apatite, allanite, zircon, rutile. Secondary: Kaolin, a white mica, carbonate. 

Е. C. Sullivan, a chemist of this Survey, finds that this granite contains 0.18 
per cent of CaO (lime) soluble in hot dilute acetic acid, which indicates a 
content of 0.52 per cent of CaCO; (calcium carbonate), the presence of which 
is also shown by the microscope and by a slight effervescence in muriatic-acid 
test. 

A compression test made for the firm at the United States arsenal at Water- 
town, Mass., in 1907, with a cube of about 2-inch face, showed the first crack 
with 107,000 pounds and final fracture with 118,000 pounds, showing an ulti- 
mate compressive strength of 29,500 pounds to the square inch (direction of 
rift or grain with reference to pressure not stated). 

This is a monumental granite of fine texture and bluish tint. Its texture 
is a little finer than that of the “blue” of the New England quarry and about 
the same as that of the stone from the Newall quarry (p. 416). It is more 
bluish than the former, not containing any pinkish feldspar, and, its mica 
particles being finer, it takes a higher polish. The polished face shows magne- 
tite in fine particles, but scarcely any pyrite. There is a considerable contrast 
of shade between the hammered and polished faces. 

The quarry, opened in 1897, measured in 1906 about 600 feet from east to 
west by 100 feet across and from 75 to 100 feet deep. (See Pl. XXXIV, A.) 
On the south side the stripping of drift increases from 5 feet in thickness at the 
west wall to 35 feet at the east wall, owing to the inclination of the rock 
surface, 

Rock structure: The sheets, 1 to 8 feet thick, dip generally 5° S. There is 
but one set of joints, which strike М. 25° E., dip 70? W., spaced 5 to 50 feet. 
The rift is reported as horizontal, but feeble. A flow structure, shown by 
streaks of black mica, strikes N, 15° W. and dips west. There is a dike of 
aplite striking N. 25° E., dipping 70° W. Тһе structural relations are shown 
in figure 98 and Plate XXXIV, A. 

Since the diagram of figure 93 was made the process of excavation is reported 
to have shown in 1909 a narrowing of the granite dike below, but it may widen 
again farther down. 
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Тһе problem presented by the structure here is whether this belt of granite %5 
feet thick is simply а dike of indefinite depth or а minor protuberance in the 
undulating surface of a wide granitie intrusion which became exposed by the 
erosion of the overlying gneiss where it was thinnest. Тһе gneiss (specimen D, 
XXVIII, 11, a) is of a very dark gray shade and fine to medium texture, but 
with porphyritie feldspars from 0.5 to 1% inches in diameter, consisting of a 
light pinkish-buff potash feldspar (microcline and orthoclase), rimmed with 
milk-white soda-lime feldspar (oligoclase-andesine). Тһе groundmass consists 
of the same potash feldspar, smoky quartz, the same soda-lime feldspar, and 
biotite. The granite is crossed at irregular intervals by pinkish and pyritifer- 
ous *streaks," veinlets from 0.1 to 0.4 inch wide, with a central thread of 
epidote. Their course is parallel to the joints. Іп thin section the soda-lime 
feldspars of these veinlets are much kaolinized and micacized. Rusty stain 
along sheets is 1 to 6 inches thick. Some joint faces are coated with a thin 


film of calcite; others with epidote from the alteration of feldspar. 
Transportation, by cart 24 miles 


ii Эгер) Кет York, New Haven & Hart- 
- ford Railroad. 

The product is used entirely for 
monuments. 

Тһе Newall quarry is in the 
town of Westerly just west of the 
Charlestown line, 53 miles about 
east of Westerly station, and 14 
Етвгви 93. — Approximate structure at the miles southeast of Bradford station, 

ae ле ел (See fig. 92.) Operator, Sullivan 

Granite Co., Westerly. 

The granite (specimens D, XXVIII, 6, a, c), *blue Westerly," is a quartz 
monzonite of medium bluish-gray color, with very fine black particles. Its 
texture is even grained, fine, with feldspars and mica up to 0.1 inch. Its con- 
stituents, in descending order of abundance, are clear to milk-white striated 
soda-lime feldspar (oligoclase), somewhat kaolinized and micacized; pale 
smoky quartz, with few hairlike crystals, probably of rutile, and cavities; clear 
bluish to translucent potash feldspar (orthoclase and microcline), intergrown 
with quartz and slightly kaolinized ; and biotite (black mica), some of it chlori- 
tized. Accessory: Magnetite, pyrite, allanite, zircon, rutile. Secondary: Kaolin, 


a white mica, carbonate. 
An estimate of the mineral percentages, obtained by applying the Rosiwal 


method to a camera lucida drawing of part of a thin section enlarged 40 
diameters, yields the following results with a 2-inch mesh and a total linear 


length of 88 inches. 


Estimated mineral percentages in “blue Westerly” granite from the Newall 
quarry, near Westerly, R. I. 
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Much weight should not be attached to the figures for apatite and allanite, 
for the mesh could have been shifted to avoid intersecting these particles, but 
their sum can be safely regarded as standing for the more abundant accessory 
minerals next to magnetite and pyrite. The average diameter of all the particles 
obtained by the same measurements is 0.0087 inch. 

W. Т. Schaller, chemist, of this Survey, finds that it contains 0.15 per cent 
of CaO (lime) soluble in dilute acetic acid, which indicates a content of 0.26 
per cent of СаСОз (calcium carbonate), the presence of which is also shown 
by the microscope and by a slight effervescence with muriatic-acid test. 

This is a fine-grained monumental granite susceptible of high polish and fine 
carving. It is of the same texture as the stone of the Klondike quarry and a 
little finer than the blue of the New England and Smith quarries. Its shade 
is a trifle darker than that of the granite from the Klondike quarry. The pol- 
ished face shows many minute particles of magnetite and a few of pyrite. 
There is a marked contrast between the hammered and polished faces. 

The quarry, opened in 1883, measured in 1906 400 to 450 feet from east to 
west by 250 feet across and from 50 to 100 feet in depth. 

tock structure: The sheets, 1 to 9 feet thick, are horizontal at the east end, 
dip 10°-15° W. at the west end and 15° S. at the bottom. "There are two sets 
of joints—(a), strike М. 25° E., dip 75° ESE., spaced 5 to 200 feet; (b), strike 
М, 45% W., vertical, exceptional. Тһе rift is reported as dipping 20? about east, 
but in places west, and the grain as striking east and vertical. 'The granite . 
occurs in a dikelike mass about 100 feet thick, dipping 45? S. and both under- 
lain and overlain by “ white horse," which here is a light pinkish-gray biotite 
gneiss consisting of light-pinkish potash feldspar (mierocline) in elongated 
erystals, smoky quartz, clear to milk-white oligoelase, and biotite. The folia- 
tion of this gneiss appears to strike about east and to dip with the surface 
45° 5. A pegmatite border separates granite from gneiss. Minute brownish 
veins traverse the gneiss. Rusty stain is up to 14 inches thick on sheet sur- 
faces, and ferruginous water exudes from between them 25 to 50 feet down the 
quarry. 

Transportation, by cart 14 miles to New York, New Haven & Hartford Rail- 
road at Niantic, and thence 43 miles by rail to cutting shed at Westerly. 

The product is used exclusively for monuments. Specimens: Sarcophagus 
monument to Senator Sherman, Mansfield, Ohio; obelisk to Gen. Lew Wallace, 
Crawfordsville, Ind.; W. L. Elkins and P. A. В. Widener mausoleums, Central 
Laurel Hill, Philadelphia; monument to J. D. Putnam erected by Fourteenth 
Wisconsin Regiment on the battle field of Shiloh; reproduction of the elaborate 
Celtic cross of St. Martin in the island of Iona, erected by Mrs. McNeil in 
Rosedale Cemetery, Los Angeles, Calif.; T. M. Newall monument at Westerly, 
which has a delicate bas-relief of an entire poppy plant and a butterfly (design 
copyrighted). 

Тһе Crumb quarry is in Westerly, 1 mile S. 82° E. of Bradford station, 
and 5 miles about east of Westerly station. (Зее fig. 92.) Operator, Sullivan 
Granite Co., Westerly. 

The granite, *blue Westerly," is a quartz monzonite of medium bluish-gray 
color, with very fine black particles, and even-grained, fine texture, identical 
with that of the Newall quarry, described on page 416. 

The quarry, opened in 1857, measured in 1906 about 400 feet from east to 
west by 125 feet across and 40 feet in depth. 

Rock strueture: Тһе sheets, 6 inches to 8 feet thick, are undulating horizontal. 
There are two sets of joints—(a), strike N. 25^ E., dip, 50°-70° WSW., spaced 10 
to 150 feet, forms a heading across the center; (b), strike N. 60° Е., vertical, ex- 
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ceptional and discontinuous. The rift is reported as horizontal, but with a “run 
dipping low east, and the grain as vertical, east-west. The granite occurs in 
a dikelike mass, apparently continuous with that of the Newall quarry, about 
850 feet east-southeast of it. It is about 100 feet thick and is underlain on the 
north by a gneiss, “ white horse," with a foliation and surface dipping 20°- 
40° S. This gneiss (specimen D, XXVIII, 12, b) is a light pinkish-gray biotite 
gneiss identical with that of the Newall quarry (p. 417). The light-pinkish 
feldspars (orthoclase and microcline) are in elongated lenses from 0.2 to 0.3 
inch wide. The biotite is fine and sparse. Although the schistosity of the 
stone may be great enough to impair its strength, its contrasts of color are very 
attractive. The granite is crossed by a 1-inch pegmatite dike dipping 45° Е. 
Rusty stain is 10 to 15 inches thick along sheet surfaces. The faces of joints 
(a) are in places bright reddish and thinly coated with radiating pearly crystals 
of a silicate, stilbite (?). 

Transportation, by cart 14 miles to railroad at Niantic. 

The product is used for monuments, which are made mostly in Quincy, Mass. 
Specimens: Alexander Thompson and Oliver Hazard Cooper monuments, Swan 
Point Cemetery, Providence; Rhode Island monument, Andersonville, Ga. 


ADAPTABILITY OF NEW ENGLAND GRANITES. 


A cursory glance at the paragraphs on “ Product > in the forego- 
ing quarry descriptions will suffice to show the great variety of 
adaptations of New England granites. Some, by their many joints 
and in places “shake structure,” together with their situation at tide- 
water, supply irregular blocks of all sizes at low cost for breakwater 
construction. Others, by their marked rift and grain, lend them- 
selves to the manufacture of paving blocks. Still others, by their 
even gneissic texture, are equally well adapted for curbing, crossings, 
and sills. Then come the coarse thick-sheeted granites useful in the 
construction of massive edifices, bridges, and their approaches and 
anchorages or retaining walls. Here belong also those coarse gran- 
ites occurring in such thick sheets and with such sparseness of joints 
as to furnish large monolithic columns. Besides all these are the 
numerous granites suitable for ordinary buildings and monuments 
and offering to the architect a great variety of color, tint, and 
shade—pinkish, greenish, pale lavender, buff, cream-colored, bluish 
grays, many shades of gray, besides white, almost as white as white 
marble, and black (Norwich) suitable for sooty atmospheres. 

These granites also include a wide range of texture. (See Pls. 
XXX, A, and XXXI, A, showing two of the coarse-textured ones.) 
Some granites by the fineness of their texture are adapted to delicate 
sculpture. Statuary, flowers, and intricate conventional designs can 
be carved in granite. Others by the height of their polish, the size of 
their porphyritie crystals and the colors, tints, and shades of their 
feldspars, quartz, and mica are adapted to interior decoration, 
Some of the quartz monzonites and the so-called black granites are 
specially useful as inscribed tablets or dies on account of the contrast 
between their polished and cut surfaces. 
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Finally there are the rust-colored granites and aplites (Rockport 
and Hingham, Mass.), affording, when used in connection with nor- 
mal granites, unique contrasts of color; also the aplite of Hingham, 
of unusual compressive strength, sought after for keystones. 

It would be difficult to name a use for granite which can not be sup- 
plied by some of the quarries described in this bulletin, and as to 
colors the only ones lacking in New England are the deep purple and 
deep reddish, which must be sought in Wisconsin or Scotland or 
Norway. Some reddish granites occur also in Minnesota, Missouri, 
Texas, and Oklahoma. 

Among the notable structures and publie monuments built of New 
England granite are the Library of Congress, Union Station, Post 
Office (including interior polished columns), National Museum, and 
Freer Art Collection Building, Washington; Hall of Records, cus- 
tomhouse, post office, Bank of Commerce, Bankers Trust Co. Build- 
ing, pedestal of Statue of Liberty, columns of Cathedral of St. John 
the Divine, New York; soldiers and sailors! memorial, Syracuse, 
N. Y.; Cook County courthouse, Alexander Hamilton memorial, 
Grant Park, Chicago; State capitol, Madison, Wis.; Northwestern 
Mutual Life Insurance Building, Milwaukee, Wis.; Museum of Fine 
Arts, Minneapolis, Minn.; McKinley national memorial (including 
sarcophagi), Canton, Ohio; Lincoln memorial, Hodgenville, Ky.; 
State capitol, Harrisburg, Pa.; national monument, Gettysburg, Ра.; 
Pilgrim monument, Provincetown, Mass.; Bunker Hill Monument, 
Charlestown, Mass.; soldiers and sailors’ monument, Whitinsville, 
Mass. ; State library and Connecticut River Bridge, Hartford, Conn. 


ECONOMIC CLASSIFICATION OF NEW ENGLAND 
GRANITES. 


The granites of New England in respect to their general uses may 
be divided into nine classes—(A) constructional, used for buildings, 
bridges, retaining walls, pedestals; (B) monumental, used for monu- 
ments, and requiring finer ‘texture than those of class а; (С) sculp- 
tural, used for delicate carving and statues, also for monuments; (D) 
inscriptional, adapted to inscriptions legible at a distance; (E) 
polish, susceptible of high polish; (Е) rusty-faced, for buildings re- 
quiring special contrasts of color; (G) curbing and trimming, adapted 
by their gneissic texture for curbing, trimming, and sills; (H) break- 
water, easily quarried and situated at tidewater, and thus adapted to 
the construction of breakwaters; (1) paving, suitable by their rift and 
grain for the manufacture of paving blocks. As the waste of some 
constructional and monumental granites is also used for paving, any 
enumeration of paving-stone quarries would be misleading. The 
quarries on the Maine coast and on Cape Ann, Mass., are the chief 
producers of paving blocks. 
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In the first of the following tables all the granites described in 
this bulletin, except а few unimportant prospects and hopeless 
quarries, are classified in the nine classes named. The locality, 
quarry name, trade name, color or tint and shade, texture, and scien- 
tific name of each granite are given in separate columns, together 
with a page reference to the description of stone and quarry. The 
localities are given by States in alphabetic order, but in each State 
the order is that of the quarry descriptions. The table gives all 
the granites but not all the quarries in which they occur. 

In order to facilitate the search for granite of a particular color 
or shade all the granites of classes а, 6, c, and f have been classified 
according to their dominant colors and shades, without reference 
to their uses, in Table 2. Тһе designations of color or tint and shade 
make 17 groups—1, white; 2, black; 3, gray with strong contrasts, 
white dominant; 4, black and white, strong contrasts, black domi- 
nant; 5, gray, porphyritic; 6, gray with weak contrasts, light, 
medium, dark; 7, gray, light, niedium, dark, tinted bluish, greenish, 
ра; 8, lavender tinted; 9, reddish gray, light, medium, dark; 10, 
pinkish gray, light, medium, dark, bright; 11; pinkish to light gray 
or light buff-gray, with large black spots; 12, pinkish-reddish buff; 
18, buff; 14, cream-colored; 15, greenish, pea or olive; 16, mottled; 
17, rust-colored. 
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Тавге 2.—The constructional, monumental, sculptural, and rusty-faced granites 
of New England grouped by dominant colors and shades. 


Group 1. White. 
VERMONT.—Bethel, Plymouth, Randolph. 


Group 2. Black. 
CONNECTICUT.—Norwich. 


Group 3. Gray with strong contrasts, white or gray dominant. 


MaiNE.—Biddeford: Ricker, Gowan Emmons, Andrews quarries. Kennebunk- 
port: Day quarry. Bluehill: Chase quarry. South Thomaston: Weskeag 
quarry. Guilford: Queen City quarry. South Brooksville: Bucks Harbor 
quarries, 

MASSACHUSETTS.—Wrentham: Curry quarry. Rockport: Devils Rock quarry. 

VERMONT.—Derby : Lacasse quarry. 


Group 4. Black and white, strong contrasts, black dominant. 


Maine.—Sprucehead Island: Sprucehead quarry. Hartland: Hartland quarry. 
Woodstock: Bryant Pond quarry. 


Group 5. Gray, porphyritic. 


Maine.—Hallowell: Stinchfield quarry. Norridgewock: Lawton quarry. 
Frankfort: Mount Waldo. Searsport: Mount Ephraim (Bog Hill) quarry. 
Bluehill: Chase monumental quarry. Dedham: Brown quarry. West 
Franklin; Bradbury quarry. 

MassAcHUSETTS.—Groton: Shaker quarry. Westford: Oak Hill and Snake 
Meadow Hill quarries. Uxbridge: Blanchard quarries. 

New HaxrsHiE.—Fitzwiliam: Snowflake quarry. Haverhill: Pond-ledge 
quarry. 

VrerMont.—Hardwick: Buffalo Hill quarry. Woodbury: Drenan and Imperial 
Blue quarries. 


Group 6. Gray with weak contrasts, light, medium, dark. 


Connecticut.—Waterford: Millstone quarry, medium and dark 

MarNE.—Pownal: Pownal quarry, light. Jay: Maine & New Hampshire Gran- 
ite Corporation quarry, very light. Sullivan: Stimson quarry, medium. 
Muscle Ridge Plantation: Dix Island quarry, dark. Bristol: Round Pond 
quarry, dark and medium. Waldoboro: Waldoboro quarry, medium. Nor- 
ridgewock: Taylor quarry, light. 

New Hampsuire.—Milford: ТопеПа old quarry, light. 

VEgRMONT.—Kirby: Burke quarry, light to medium, Ryegate: Rosa quarry, 
fine gray. Barton: Owen aplite prospect, dark. 


Group 7. Gray, light, medium, dark (tinted bluish, greenish, buff). 


Connecricut.—Bristol: Dunn quarry, light to medium bluish. Norfolk: Crissey 
quarry, medium greenish. Roxbury: Rockside quarry, medium bluish. 
Torrington: Costello quarry, medium buff; Michiel quarry, medium to dark 
bluish. Thomaston: Plymouth quarry, medium bluish. Croton: Salter 
quarry, etc, medium greenish. Stonington: New Anguilla quarry, medium 
bluish. Waterford: Waterford quarry, medium buff. 
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MaiNE—Freeport: Medium bluish. Bluehill: White quarry, medium bluish. 
South Brooksvile: Bucks Harbor quarr:es, light buff. Mount Desert: 
Hall quarry, light buff. Crotch Island: Sherwood lower quarry, light buff. 
South Thomaston: Weskeag quarry, bluish medium. St. George: Long 
Cove quarry, bluish medium. Whitefield: Jewett quarry, very dark bluish. 
Swanville: Oak Hill quarry, dark bluish. 

MassAcHusETTS.—Becket: Hudson & Chester quarry, medium bluish. Dart- 
mouth: Very light buff. Pelham: Dark bluish. Acton: McCarthy quarry, 
medium bluish. Townshend: Barker Hill, light buff. Quincy: Dark to 
very dark bluish, greenish or purplish. Leominster: Dark. bluish. 

New HAMmPsHIRE.— Fitzwilliam: Victoria White quarry, light bluish. Marl- 
boro: Light to medium bluish. Troy: Light to medium bluish. Concord: 
Various quarries, medium bluish. Milford: New Westerly quarry, med- 
ium bluish. Tonella: (King) quarry, medium buff. Brookline: O’Rourke 
quarry, medium buff. Sunapee: Perry quarry, light bluish. 

Внорв IsLAND.—Westerly: Various quarries, medium bluish. Charlestown: 
Klondike quarry, medium bluish. я 

VERMONT.—Kirby: Grout quarry, light to medium bluish. Ryegate: Rosa 
quarry, (coarse) medium bluish. Groton: Benzie quarry, medium bluish. 
Derby: Lacasse quarry, light bluish. Barre: Various quarries, light, me- 
dium, dark bluish. Cabot: Bluish. Calais: Patch quarry, medium bluish. 
Woodbury: Bashaw, Imperial Blue, and Nicols Ledge Carter quarries, 
bluish, medium, dark, light to medium. 


Group 8. Lavender-tinted. 


Maine.—Crotch Island: Ryan-Parker, Goss, and Benvenue quarries. Moose 
Island: Moose Island quarry. Jonesboro: Fish quarry. 


Group 9, Reddish gray, light, medium, dark. 


ConnecticuTt.—Branford : Norcross and Stony Creek quarries, medium. Hoadly 
Neck: Medium to dark. Guilford: Leete Island quarry, medium. Lyme: 
Selden Neck quarry, medium to dark. Stonington: Murray quarry, me- 
dium, Old Lyme: MacCurdy quarry, medium, 

MASSACHUSETTS.—Braintree: Stacy quarry, medium. 

Еноре IstAnp. Westerly: Redstone quarry, etc., medium. 


Group 10. Pinkish gray, light, medium, dark, bright. 


Connecricur.—Brandford: Opie quarry, medium. East Lyme: Malnati & 
Carlson quarries, medium. 

Maine.—Black Island: Light and medium. Mount Desert: Campbell & Ma- 
comber quarry, light. Swans Island: Toothachers Cove quarry, medium. 
High Isle: Medium. Calais: Several quarries, bright. Jonesboro: Bod- 
well & Booth Bros. quarries, medium. Marshfield: Medium, Wells: 
Lord quarry, light. 

MassaAcHUSETTSs.—New Bedford: Sullivan quarries, light. Townshend: Barker 
Hill quarry, light to medium. 

New HAampsHirE.—Conway: Redstone quarry, light with large dark-gray and 
small black spots. Madison: Fletcher quarry, light, mottled with dark 
purplish gray. Milford: Carlton quarry, medium; Souhegan quarry, dark. 
Brookline: Fessenden quarry, faintly pinkish. 

Кноре IsLaAnp.—Westerly: New England, Smith, and other quarries, medium. 

VERMONT.—Newark: Packer quarry, light. 
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Group 11. Pinkish to light gray or light buff-gray with. large Маск spots. 


MasSACHUSETTS.—Milford: Various quarries. Fall River: Beattie, Savoie, and 
other quarries. 
New HAMPsHiIRE.—Canaan: Mascoma quarry. Lebanon: Lebanon quarry. 


Group 12. Pinkish to reddish buff. 


Marne.—Crotch Island: Sherwood Upper quarry. Green Island (Stonington) : 
Latty quarry. Swans Island: Baird quarry. Vinalhaven: Sands, Palmer, 
and Black quarries. Hurricane Island: Hurricane Island quarry. Bidde- 
ford: Wormwood quarry. 


Group 18. Buff. 
MAINE.—Millbridge: Millbridge quarry. 


Group 14. Cream-colored. 


VERMONT—Woodbury : Vermont White quarry, very light cream-colored. 


Group 15. Greenish, pea, or olive tint. 


MASSACHUSETTS.—Peabody: Den quarry, dark to very dark olive-greenish. 
Lynnfield; Robin Rock quarry, very dark greenish. Rockport: Bloodledge 
and Cheves quarries, dark olive-greenish. Quincy: Lepage, Winquist & 
Cashman quarries, light pea-greenish. 

New HampsHire—Conway: Redstone green quarry, dark olive-greenish. Kil- 
kenny: Kilkenny quarry, dark olive-greenish. 


Group 16. Mottled. 


CONNECTICUT.—Lyme: Joshua Rock quarry, general purplish gray with fine 
reddish, pinkish, greenish, and biaek bands, also cherry-reddish spots. 
MASSACHUSETTS.—Stoughton: Messer quarry; mottled pink, pea-green and me- 
dium gray. Cohasset: Tiffany quarry, mottled pink, pea-green, cream-color, 

medium gray, and black (very dark green). 


Group 17. Rust-colored. 


MASSACHUSETTS. Rockport: Flat Ledge quarry, bright rust color. Hingham: 
Hingham, Miller, and Hamilton quarries, rust color. 


GEOLOGIC FACTORS IN GRANITE QUARRYING. 


The problems confronting the granite quarryman about to open 
а quarry are many. Their solution requires not only practical expe- 
rience in granite quarrying and soundness of judgment but also a 
little knowledge of geology and mathematics. 

It is first of all assumed that suitable specimens representing the 
average quality of the fresh rock have been procured and subjected 
either by the United States Bureau of Standards or else by competent 
persons provided with the necessary machines and instruments to 
the tests enumerated on pages 99-103 in order that the quality of 
the stone may be determined apart from all commercial consider- 
ations. 
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The next step is а careful exploration of the granite surface, if 
necessary by stripping in trenches, to determine the areal extent of 
the stone of the quality tested, the spacing of the joints, the number 
and location of headings, dikes, veins, and the quantity of knots. A 
sufficient amount of vertical exploration should be done, if necessary 
by core drilling, to determine the thickness of the sheets, width of 
sap, course and quality of rift and grain, and also, if possible, the 
direction of the flow of the granite. 

That the quarryman needs to have at least a rudimentary knowl- 
edge of geology is shown by the danger of his confounding, for want 
of it, igneous and sedimentary rocks. As granite issued from below, 
the supply of the granite of any given area is exhaustless in the 
direction of the source of its flow. А granite mass can never be pene- 
trated in quarrying except in a direction transverse to that of its flow- 
age. Quarrymen have been known to imagine that granite occurs 
in * pockets," like outliers of a sedimentary rock left by the erosion 
of the rest of the bed. This error arises from their having quarried 
across the flow of a granite dike instead of toward its source. But as 
the channel through which the granite flowed may narrow or widen 
it is well to determine by diamond drilling whether the narrowing is 
to prove great enough to enhance the cost of quarrying. 

With these geologic preliminaries as to the area, quality, structure, 
and source of the granite disposed of, there remain the purely techno- 
logic problems as to the selection of quarry site, location of dumps, 
the drainage, water supply, transportation, the use of explosives, and 
method of splitting, and the machinery for hoisting, drilhng, and 
transporting, none of which lie within the province of this bulletin. 


THE PRODUCTION OF GRANITE IN THE NEW 
ENGLAND STATES. 


By А. Т. Coows. 
HISTORICAL ҺЕУІЕУ/,81 
PERIOD BEFORE THE CIVIL WAR. 


The stone industry in New England began in colonial times with 
the use of boulders and cobbles. Тһе splitting of dimension stone 
from boulders was a crude operation. The stone for King's Chapel, 
built in 1749-1754 and considered an architectural masterpiece at the 
time, was obtained by dropping heavy iron balls upon heated boul- 
ders and hammering the split stone into shape. Split stone was used 
mainly in the construction of wharves, foundations, and wells, and 
cobbles were used for street paving. The sources of supply were 


= Adapted from text by С. Е. Loughlin, forming a chapter in the “History of the 
mineral industries," compiled by E. W. Parker for the Carnegie Institution. 
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within reasonable distance for transportation by water ог by teams 
of oxen. About the beginning of the nineteenth century considerable 
granite was conveyed to Boston from Quincy, Mass., by ox teams 
and from Chelmsford (now Westford), Mass., by canal. Quarrying 
from the ledge began in Quincy in 1825 to supply stone for the Bun- 
ker Hill Monument, and with the introduction of quarry implements 
and the “ plug and feathers” or “ wedge and half-rounds ” method 
of splitting stone, the industry developed rapidly. 

The first quarries of more than local importance were convenient 
to water transportation, on the coasts of Massachusetts and Maine. 
The rapid growth of American commerce, with the resulting re- 
quirements for harbor improvements and coast protection, created a 
strong demand for granite in the construction of jetties, sea walls, 
wharves, and forts. This demand was supplied at first from quar- 
ries at Quincy and Cape Ann, Mass., and later from quarries in 
Rhode Island and Connecticut also. During the century that has 
elapsed since the opening of the first ledge quarry at Quincy other 
uses have been developed to so great an extent and the requirements 
for sea walls and similar construction work have been so well sup- 
plied that granite for such work now constitutes only a small part 
of the total output. 

The use of granite for architectural work also grew rapidly during 
the second quarter of the nineteenth century, and many buildings 
in the larger cities on the Atlantic coast were erected of granite 
from the coast of New England. The Quincy granite, owing, no 
doubt, to its reputation gained as the stone used in Bunker Hill 


. Monument, to its favorable position near tidewater, and to the more 


advanced methods of quarrying it, was probably the leading building 
granite during this period, although other granites along the coast 
of Maine and Massachusetts were finding an equally extensive range 
of markets. Inland granites of New England, now well known, 
were supplying mostly local demands, which included a few impor- 
tant buildings, such as the State capitols of New Hampshire and 
Vermont. Toward the middle of the century the construction of 
railroads, by furnishing transportation, began to give these granites 
more extensive markets. 

Granite paving blocks were introduced into Boston in 1840, into 
Philadelphia in 1848, and into New York about 1850 and soon be- 
came one of the principal granite products. The blocks first used 
were considerably larger|than the modern blocks, their surfaces meas- 
uring a square foot or more in area; but experience soon resulted in 
the adoption of blocks essentially like those used to-day.*? 


82 Brayley, A. W., History of the granite industry in New England, vol. 1, pp. 167—170, 
Boston, 1913. 
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Granite flagstones, principally from Quincy and Rockport, Mass., 
were probably introduced before the Civil War, and flagstones from 
granite quarries along the coast of Maine were probably used in 
Boston and other cities along the Atlantic coast not long afterward. 

Granite was only occasionally used as a monumental stone until 
after 1860, but by 1880 its desirability for this use had become gen- 
erally appreciated. 

The available data on production of stone for the early years of 
the industry are very incomplete and represent only the leading 
quarries and possibly also the cutting plants. Much stone produced 
for local use and rough construction work, such as walls, piers, and 
docks, was probably not included in the figures of production. Тһе 
report of the Eighth Census, for 1860, gives only the total value of 
all kinds of stone produced in the New England States. "Гһе value 
of the output of Connecticut ($532,704) was mostly for sandstone, 
and that of Massachusetts ($289,626) included granite, marble 
($199,496), and * pudding stone." Granite produced in Maine in 
that year was valued at $295,280, in New Hampshire at $93,540, and 
in Rhode Island at $6,800, but none was reported from Vermont. 
The granite industry in Maine and Massachusetts was then consid- 
ered very prosperous. 


PERIOD SINCE THE CIVIL WAR. 
BUILDING STONE. 


There are no data available to show the effect of the Civil War 
upon the granite industry of New England, and none of much value 
to show the size and growth of the industry before 1880. The fig- 
ures compiled by the Ninth Census, for 1870, suggest a substantial 
increase in the total value of output of the leading quarries com- 
pared with the period before the Civil War, but the comparison is 
obscured by the fact that prices were relatively high in 1870. During 
the 95 or 30 years after the Civil War the granites that were the 
most prominent before the war still led in production. The darker- 
red granites of Maine, the dark bluish-gray granite of Quincy, Mass., 
and the lighter-gray granites of Rockport, Mass., Hallowell, Maine, 
and Concord, N. HL, were prominent among building stones. 'The 
lighter-pink coarse-grained granites had been regarded with less 
favor by some because of their coarser texture and because their 
minerals lacked suffieient contrast in color, especially for monu- 
mental work.* Gradually, however, and probably owing in large 
part to the growing popularity of the buff and gray limestone from 


5s Ninth Census, vol. 3, p. 749, 1872. 
8% Merrill, С. P., Stones for building and decoration, р. 61, 1903. 
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Indiana, tastes changed in favor of the lighter-colored building 
stones, and from 1895 to 1900 the pale-pink granites, particularly 
those of the Penobscot Bay district, Maine, and Milford, Mass., be- 
came prominent. Some of the darker-colored granites found a 
growing demand as monumental stone. 

-From 1865 to 1890 the principal granite products were building, 
paving, and monumental stone. Crushed stone for water-bound 
macadam was gaining recognition, though its output was insignifi- 
cant compared with that of to-day. 

The general increase in the industry in 1889 as compared with 1880 
is striking (see table, p. 443) but does not imply a steady growth. 
Sales of stone in general were thought to have decreased in 1883 
owing to a marked preference for brick construction, and they de- 
creased again in 1884 owing to a general industrial decline. In 1885, 
however, both the output of granite and its popularity for orna- 
mental and decorative use showed а gain, whereas prices, owing to 
increasing competition, declined. From then until 1890 the industry 
was prosperous. This half decade was the first of two conspicuously 
prosperous periods for the building-stone industry since annual 
statistieal information has been available. . 

This period of prosperity was followed by a decline in the de- 
mand for buildings and by the panic of 1908, when the output 
of structural stone and clay products decreased greatly. The out- 
put of stone as a whole continued to diminish until 1896, when the 
total value of all building stone sold was estimated аф.$10,000,000. 
The production of Portland cement was then beginning to increase 
rapidly, but the demand for buildings, after five years of curtail- 
ment, had now become so great that all structural materials found 
ready markets, and their production increased until 1902. After two 
years of decrease the sales of building stone as a whole increased un- 
til 1906, which marks the end of the second prosperous period of the 
industry. After a marked decline in 1907 and 1908 sales of granite 
for building fluctuated with a slight net gain until 1918, in spite 
of keen competition with lower-priced building materials for both 
rough construction and higher grades of architectural work. Тһе 
effect of this competition has been gradual restriction of granite 
to the more costly buildings. 

Тһе drastic curtailment in high-class building during the war 
period 1914-1918 was to be expected, and since then the high costs 
of production and transportation together with labor troubles have 
delayed revival of the building-stone industry. There is, however, 
another shortage of buildings, and with industry in general becom- 
ing stabilized the demand for building granite may be expected to 
increase. 
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Monumental stone—As already stated, the use of granite for monu- 
mental stone had attained considerable prominence by 1880. Since 
then the production of monumental granite has made such districts 
as Barre, Vt., Quincy, Mass., and Westerly, R. L, famous throughout 
the country. The output was on the whole RR (see fig. 95, p. 442) 
until the war period, when the abnormal prosperity of some Е. 
and the increased demand for memorials caused а marked increase, 
whereas the output of other granite products greatly decreased. The 
Severe depression that followed the war, however, greatly reduced 
the demand for monumental stone, and curtailment of output has 
been continued by labor troubles, which have led producers of monu- 
mental granite in particular as well as several producers of granite 
of other classes to adopt what is practically the open shop. 

Paving stone.—The demand for paving stone appears to have 
continued steadily except in periods of general depression until 
about 1895, when keen competition began with other materials 
that had certain advantages over granite blocks as then prepared 
and laid. The years 1909-1911 marked a high point in both the 
quantity and value of granite paving blocks sold from New England 
quarries, as well as from all quarries in the United States. This 
period was followed by a slight decline and by a second high point 
in 1918-14. 'The expected decline during the war period lasted 
until 1919, when, owing to renewal of street improvement in cities 
that had the heaviest traffic, the paving-block output began to increase. 
1% declined again in 1920, but increased in 1921, when the value 
of the paving blocks sold was the largest ever recorded. "There is no 
question regarding the greater resistance to wear of granite paving 
blocks as compared with competing materials, and the latest im- 
proved methods of preparing and laying them produce smooth road 
surfaces that will maintain their smoothness so long as the founda- 
tion upon which the blocks rest withstands the weight of traffic. Ав 
cheaper pavements are proving satisfactory for light to rather heavy 
traffic, the growth of the granite paving-block industry is expected 
to keep pace with that of extremely heavy city traffic. 

Crushed stone—The demand for crushed stone began.late in the 
nineteenth century with the introduction of water-bound macadam 
roads. The use of crushed stone in concrete for foundations and 
buildings began about 1900, and its effect on the building-stone in- 
dustry was soon noticeable. By 1907 the value of the crushed stone 
sold exceeded the combined values of the building and monumental 
stone. The quarries of the New England States were among the first 
to supply crushed stone, but most of this material was basalt. Few 
of the New England quarries that supply building and monumental 
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granite furnish crushed stone in any quantity. Massachusetts is the 
largest producer, and the greater part of the output comes from 
quarries especially operated and equipped for turning out this prod- 
uct. The production of crushed granite from the New England 
quarries, except for yearly fluctuations due to the effect of business 
conditions on the demand, showed a general moderate increase from 
1896 to 1915, when the unusual conditions caused by the war brought 
about a rapid decline, and in 1918 the output was less than in any 
other year since 1909. А small increase in 1919 was followed by de- 
сгеавев in 1990 and 1921, but production in each of these years ex- 
ceeded that of 1918. At present water-bound macadam is being 
superseded by asphaltic and cement-concrete pavements, in which 
gravel is used as well as crushed stone for the aggregate. Specially 
prepared crushed granite is finding considerable favor in terrazzo 
work for floors and in the better class of concrete exterior construc- 
tion. Іп this work the color of the stone, as well as its durability, is 
of importance. 

Conclusion.—Ihe development of several products from опе 
quarry and the finding of uses for what has heretofore been waste 
are indications of the present trend of the industry. The diversifica- 
tion of the granite industry and increased competition of all its 
produets with other materials has resulted in gradual elimination 
of companies not properly equipped and financed to meet the present 
exacting requirements. Тһе industry has advanced in the last 
century from one of primitive methods to one requiring elaborate 
and expensive equipment. А comparison of the years 1909 and 
1919 in the census table (p. 443) shows that although the number 
of quarries and employees greatly decreased, the output did not 
change in proportion. 

The production since 1896 is shown in the accompanying diagrams 
(figs. 94-96). 
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The figures of production for the different States given in the 
accompanying tables are compiled from the records of the United 
States Geological Survey and for the years prior to 1882 from the re- 
ports of the Bureau of the Census. The Survey figures are totals of 
reports from the quarrymen. Тһе values given are values f. o. b. at 
point of shipment and are based on the way the quarryman sells his 
stone. If the stone is cut by the producer, the value of the dressed 
stone is used. At Barre, Vt., and Quincy, Mass., most of the stone 
is sold in the rough by the producers to mills and manufacturing 
plants in the vicinity. The stone quarried at Rockport and Milford, 
Mass., Woodbury, Vt., Westerly, R. I., Stony Creek and Waterford, 
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Conn., North Jay, Maine, and Redstone, Concord, and Milford, N. H., 
is sold largely as dressed stone. : 
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FIGURE 94.—Granite produced in New England, 1896-1921, and in the United States, 
1916—1921. 
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Ficurp 95.—Value of granite produced іп New England and іп the United States, 
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FIGURE 96.—Granite of different classes produced іп New England, 1896-1921. Тһе space 
between two adjacent curves shows the production of the class specified, and the upper 
curve indicates total production. 


In preparing the diagrams (figs. 94-96) the available figures for 
quantity were used, and such estimates as were necessary were based 
on the knowledge that average valües did not vary greatly for the 
different products between the years 1891 and 1910. 
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PRODUCTION BY CENSUS YEARS, 


Approximate annual statisties of stone production began to be 
collected in 1880, but no separate figures of the different granite prod- 
ucts were compiled until 1889. Тһе following table, compiled from 
reports of the Bureau of the Census and the United States Geological 
Survey, reflects the condition of the granite industry in New England 
in the different census years: 


Granite produced in the New England States in 1880, 1889, 1902, 1909, and 1919. 


| 


1880 1889 1902 1909 1919 
Маше: 
Number of quarries......-...:.-.------ Б 110 85 44 
Average number of wage earners. . 2, 832 2, 132 747 
Жолеаре ОЁ ОНУ ЮО, о ајд = niedi] Даар ЕЕ пера сени == 2,927 . 2,016 
Production— 
Approximate quantity, short tons. . 183, 000 563, 000 378, 000 300, 000 149, 820 
үшнесін они IR IGI $1,175,986 | $2,225,839 | $2,659,450 | $1,930,524 | $1,274,474 
New Hampshire: 
Nümber Of quarries.-: 222.2222 2 ees se 39 78 51 40 24 
Average number. of wage earners. . 3 4 1,258 1,219 1,305 589 
Acreage of quarry land ................ 5, 947 4,688 
Production— | 
Approximate quantity, short tons. . 159, 400 240, 000 178, 000 270, 000 104, 690 
Ма... алалы е жанар $303,006 | $727, 531 | $1,147,097 | $1,215,461 | $1,443,205 
Vermont: 
Number:of пате, 2226.4 . 12 58 74 | 58 29 
Averagenumber of wage earners 9 105 961 1,505 2,085 1,062 
ЖОТВАРЕОГОПӘЛЕУДӘНА»-252-2----2----|Ес-<---е----|%-2---255524|5--55%--2-2-2 1,986 1,987 
Production— А | 
Approximate quantity, short tons. . 16, 000 90, 000 167, 000 186, 000 133, 627 
Valles ить $59,675 | $581, 870 | 81, 570, 423 | $2,811,744 | $4,031, 735 
Massachusetts: 
Number of quarries.................... а 115 82 45 
Averagenumber of wage earners....... а 2,700 2,278 1,034 
Acreage of Garry laud: ДУГУН ы зараван а еназа 2,914 3, 384 
Production— 
Approximate quantity, short tons..| 388,000 805, 000 742, 000 415, 000 383, 760 
ЕӨЗ AA DATTE $3, 080, 857 | $2,164,619 | $2,477,938 
Connecticut: 
Number of quarries. ................... 3 а 35 38 14 
Average number of wage earners. a 800 868 92 
Jküreage ог спату й иа ано ао аи она ede 1,149 410 
Production— 
Approximate quantity, short tons..| 213,000 322, 060 131, 000 223, 000 52, 730 
А s Ме КАМЕН $407, 225 | $1, 061,202 | $524,629 | $610,514 $205, 124 
Rhode Island: 
Number of quarries. ................... 17 37 19 26 10 
Average number of wage earners....... 760 1,195 638 675 262 
Acreage of тату ое ест аа ае анс ces 500 433 
Produetion— 
Approximatequantityshorttons..| | 114,000 242, 000 60, 000 169, 000 40, 503 
нее бе ic deis | $623,000 | $931,216 | $734,623 | $933,053 $426, 868 
Total New England: 
Number of quarries. ................... 200 525 404 324 166 
Average number of wage earners....... 9,183 12,109 9,694 9, 293 , 
И Пели Ае ЕТТЕ (ои | ананас serere EE 15,423 12,918 
Production— \ 
Approximate quantity, short tons..| 1,073,400 | 2,262,000 | 1,656,000 | 1,563, 000 865, 130 
VON TE СЕН, EP лет $3,807,507 | $8,031,161 | $0,717,079 | $9,674,915 | $9,859,344 


a The Bureau of the Census gives for Massachusetts 204 quarries and 3,395 wage earners and for Connecticut 
49 quarries and 943 wageearners. These figures include basalt quarries, which are here deducted according 
to United States Geological Survey records. Thenumber of wage earners is estimated. 


PRODUCTION BY STATES. 
MAINE. 


The quarry industry in Maine was of considerable magnitude from 
about 1876 to 1911 but has decreased about 50 per cent in the last 10 
years. The quarries started as a result of the usual local demand, but 
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their nearness to tidewater furnished a splendid outlet for the stone, 
and although New York and vicinity has been the largest market, it 
has been shipped to all the eastern coast cities and also by rail to 
Chicago, St. Louis, Atlanta, Albany, and many other interior cities. 
The chief use for Maine granite until recently has been for bridges, 
piers, buttresses, and all kinds of heavy masonry, as well as public 
buildings and residences. Paving blocks formerly ranked second in 
output, but in 1921 the amount of stone that was cut into paving 
block was more than twice as much as all the other stone quarried. 
In 1911 the the tonnage for paving blocks was about one-half as 
much as for the other products. About 8 per cent more blocks were 
produced in 1921 than in 1911, so that although the paving-block 
business in the State has held its own in competition with the different 
kinds of paving materials, the demand for all other constructional 
granite, including curbing and a negligible amount of monumental 
stone, has suffered keenly from the competition of stone from other 
States, but chiefly from the use of concrete for buildings and foun- 
dations. 

The report of the Tenth Census (1880) shows that some of the 
quarries in operation at that time had been opened at the dates 


indicated below. 


Cumberland County : Knox County: 

Brunswick, 1836. Spruce Head, 1836. 

Pownal, 1860-1872, Vinalhaven, 1850-1879, 
Franklin County : Dix Island, 1851. 

Chesterville, 1845. South Thomaston, 1859-1878, 

North Jay, 1872-1876. Hurricane Isle, 1870. 
Hancock County: St. George, 1874. 

West Sullivan, 1840—1876. Lincoln County : 

Deer Isle, 1870-1877. Waldoboro, 1830. 

Mount Desert, 1871. Round Pond, 1877. 

East Blue Hill, 1872-1879. Waldo County: 

Franklin, 1879. Frankfort (Mount Waldo), 1858. 
Кепперес County: Lincolnville, 1876. 

Hallowell, 1800. York County, Biddeford, 1860-1868. 

Augusta, 1856-1877. 


These dates show the beginning of the granite industry in the 
State, but until 1860 activity in the quarries was only local, and it 
was not until about 1870 that they became well known. 

The granite quarries operated in Maine during 1921, as known to 
the United States Geological Survey, were as follows: 
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Granite quarries operated in Maine in 1921. 


County. Nearest town. | Operator. Use of stone. 
| | 
| | y 2 
Cumberland........ 200 че 83355: 325 Jes EE Ма о БАЕ - АБДИЕВ Foundations, monuments, 
| | and eurbing. 
Frankhn..-:. 220-77 NOEC Ву ee КТО | Maine & New Hampshire | Buildings, monuments, 
| | Granite Со. mausoleums, paving 
| | blocks, eurbing, riprap, 
| and crushed stone. 
Hancock. „ае: East Franklin.. >] TM. «ВЯ аа Че. 7. -..-2-. Curbing, monument bases. 
| Franklin....... -| W. B. Blaisdell & Co.....| Curbing, paving blocks. 
| Bradbury, Blaisdell & | Monument bases. 
Smith. 
| | Bradbury & Oreutt....... Do 
| S. A. Bragdon (Darling Do. 
| | ПН quarry). 
| Bunker Bros... Do. 
Jas. M. Clark.. 
3 ringer Do. 
Hutchins & Go Do. 
Anno: WOOSLOD...2.2.-.2.- Curbing, paving blocks. 
Booth Bros. & Hurricane | Monuments, paving blocks. 
| Isle Granite Co. (Somes 
| Sound quarry). 
{дьа UO ic овна төзе тке Mount Desert Granite Co..| Paving blocks. 
North Sullivan............ Қ.Ғ. Stanloy.;....-2...... | Monument bases. 
Stonington). os... seve cane John L, Goss Corporation..| Buildings, monuments, 
mausoleums, riprap. 
dota do....................| Rodgers Granite Corpora- | Buildings. 
tion. 
ee АЕ ео к в 8. Н.Науеу &O0.:...... Monuments, paving blocks. 
eurbing. 
Ca. uoc 5 .| H. E. Robertson ., Paving blocks, curbing. 
| West Sulliva .| E. C. Gordon... .| Curbing, riprap. 
ықы ај ысы Webb & Staples Co........| Monument bases. 
Kennebec.......... РАДОВИ = == па ве cscs sacs, Hallowell Granite Works..| Monuments, mausoleums, 
| building, paving blocks, 
| riprap. 
ПО vale sa ome A олет ЗАЕС Booth Bros. & Hurricane мершлел рул 
| Isle Granite Со. durax blocks. 
ВОДНАЯ о рана ен John Meehan & Son (Clark | Paving blocks. 
Island quarry). | 
ео: cre се cr cee St. George Granite Co. Do. 
| (Williard’s Point quarry). 
| South Thomaston......... Bassick Brosz............. | Monuments. 
1 WINING VEU очи es en J. Leopold & Co. (East | Monuments,paving blocks, 
| Boston quarry). durax blocks. 
ees до....................| Roberts Harbor Granite | Paving blocks. 
Co, (Pequoit quarry). 
Пасо... 22-062: ЧЕТО 2 oo E uni Peter Svensen (Round | Paving blocks,monuments. 
Pond quarry). 
др знч ЕЗЕН ает 1 gs) 8) 00 ОРНА Eagle Gray Granite Co. | Rough construction, mon- 
| (Osgood quarry). ument bases, flagging. 
АООТ. o o. W. Е. Dornan & Son..... Monuments. 
Addison . Maine Black Diamond Do. 
| Granite Со. (Indian 
| Black Diamond quarry). 
| Calais..... sal Cody, Yo co. se rcr Do. 
Jonesport... ...| Rockport Granite Co...... Rough construction. 
| Red Beach.. ..| Red Beach Granite Co....| Monuments. 
ODE. сень 200918 гуе ЕЕЕ Frank Morip....-....-.. Buildings, monuments, 
curbing. 
North Berwick............ MjnniiiBros:--.2.2...-.- Monuments. 


| 


The Geological Survey is also informed that plans are under way 
by the George A. Fuller Co., New York City, to operate quarries 
at Hallowell and Stonington (Deer Isle) in order to quarry stone 
for the courthouse in New York City, for which this company has 


the building contract. 
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NEW HAMPSHIRE, 


New Hampshire, notwithstanding its nickname * Granite State," 
usually ranks below Massachusetts, Maine, and Vermont in quantity 
of granite produced, but in 1991 it made a larger output than Ver- 
mont. Records show that stone from boulders at Concord was 
used in 1819 for the construction of the New Hampshire State prison 
and in 1816 to 1819 for the construction of the statehouse, but it 
was in 1840 that the ledges of the famous Rattlesnake Hill were first 
opened. Few quarries, however, were operated until after 1860. At 
Milford quarries were opened in 1813, and stone was drawn by oxen 
to neighboring towns in 1833; but it was not until after 1851, when 
railroad transportation was available, that stone was shipped any 
distance. Quarries were opened at Marlboro in 1812, at Nashua in 
1822, at Fitzwilliam in 1860-1879, and at Allentown in 1876. Gran- 
ite from New Hampshire, like that from Vermont, has been sold 
only to a small extent for crushed stone and riprap work. The de- 
mand for the product, chiefly as building and monumental stone and 
paving blocks, has therefore not shown the sharp changes indicated 
for the other States. 

In 1991 granite was produced at the following localities in the 
State: 


Granite quarries operated in New Hampshire in 1921. 


County. Nearest town. Operator. Use of stone. 
Гочу ВАУ 3555 «Redstoue. ФЕ ua a Маше 4 New Hampshire | Buildings, | monuments, 
Granite Corporation. mausoleums, riprap, 
crushed stone, grind- 
stones. 
Cheshire............ ПОА Не ЕЕ ЗЕ Milford Pink-Victoria | Mausoleums, buildings, 
White Granite Co. monuments. 
ке; до....................| Е. M. Thompson (Angier | Monuments. 
quarry). 
Edw. Yon & Son......... Do. 
Hillsborough 2-1 Брос во Mak: шы Paving blocks. 
: RE Quarry Єол 22522455 Monuments. 
у“ А. Ciampo "Bali Hil| Monuments, paving 
атгу). blocks. 
E. S Kittredge........... Buildings, monuments, 
curbing, paving blocks. 
Lovejoy Granite Co....... Buildings, monuments, 
paving blocks, rubble, 
curbing. 
New Westerly GraniteCo. | Monuments, paving 
blocks. 
BPP CAS болан at = 29208522822 Monuments, paving 
blocks, eurbing, riprap. 
.| Roberts Bros. Paving blocks. 
.| Smalley-Souhegan Gran- | Monuments, paving 
ite Co. blocks. 
Tonella & Sons (King & | Buildings, monuments, 
Queen quarry). paving blocks. 
Young's Sons & Co. ....... Monuments. 
Crown Hill Quarry Co. . c RCM paving 
ocks 
TA: SA ustedes eate bad Carl J. Westberg.......... Paving blocks, curbing. 
ЕЕ John В. Richards.........| Monuments. 
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Granite quarries operated in New Н ampshire in 1921—Continued. 


County. | Nearest town. Operator. | Use of stone. 
Merrimack......... солор 2 a2 ОА Lapierre Bros............. Monuments. 
cats d0....................| New England Granite | Buildings, monuments, 
Works. | curbing, rubble, paving 
blocks. 
KAN боры Sb rc. аза јела BOY ВОВ. кат 4.4 |Monuments, paving 
|. blocks. 
T do....................| John Swenson Granite Co.. Monuments, buildings, 
mausoleums, curbing, 


| paving blocks, riprap. 

EHookstilt. vos ғар Еа Geo. H. Shirley. .......... | Curbing. 
Suncook (Allentown). .... | Chas. A. Bailey........... | Paving blocks, rubble, 
| | curbing, crushed stone, 
dust for artificial stone. 


| 
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VERMONT. 


Records show that stone from the vicinity of Barre, Vt., was used : 
to build houses as early as 1814. In 1894 millstones were furnished 
to Canadian and New England mills, and in 1833 stone was drawn 
from Barre to Montpelier to build the State capitol, which has 
recently been enlarged by stone from the same quarries. "Тһе report 
of the Eighth Census (1860) does not record any granite production 
from Vermont, but the report of the Tenth Census (1880) shows 
that quarries were opened at Barre as early as 1835 and 1840 and 
at Ryegate in 1850. The first factor in the rise of Vermont to 
prominence in the granite industry was the extension in 1875 of 
the Central Vermont Railway to Barre. In 1888 a railroad was 
built to the quarries, saving hauling that had been mostly done by 
ox teams. Іп 1880 the census report showed a production from 
Vermont of 187,140 cubic feet of granite, with a value of $59,675. Іп 
1887 the Barre quarries produced 300,000 cubic feet of stone, valued 
at $995,000, and in 1888 stone valued at $276,000 was produced at 
Barre and $3,000 at Woodbury. Тһе Eleventh Census (1889) showed 
53 quarries in operation and an output of more than 1,000,000 cubic 
feet. Тһе largest number of quarries at Barre were opened between 
1882 and 1890. 

Тһе Dummerston quarries were developed in 1877. In Caledonia 
County quarries at Hardwick and South Ryegate were opened be- 
tween 1850 and 1875, but the principal development here also took 
place after the building of a railroad in 1896. The Williamstown 
quarries were developed in 1889; the Bethel quarries in 1902. (quar- 
ries were opened here in 1868) ; the Woodbury quarries in 1880; and 
the Mount Ascutney quarries in 1906. Тһе other quarries in the 
State are smaller and less known and have not had much influence 
on the total production. Barre has become the largest center Тог 
monumental stone in the country if not in the world. Little of the 
stone quarried is milled or dressed by the quarrymen, most of it 
being sold in rough blocks to manufacturers for dressing. Тһе 
magnitude of the entire granite business in 1917 and 1918 in the 
Barre district is shown in the following tabular statement furnished 
by Athol R. Bell, secretary of the Barre Quarries & Manufacturers? 
Association, and published in the report on stone in Mineral! Re- 
sources of the United States, 1918. Тһе district includes Barre, 
Williamstown, East Barre, Montpelier, West Berlin, Northfield, and 
Waterbury. The years 1917 and 1918 are taken as representing more 
normal years than 1920 and 1921. 
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Estimated output of monumental granite im the Barre district in Vermont in 
1917-18. 

1917 1918 
Total quarry output (rough віеК)...................-..-.-. Уа cubic feet. . 1, 560, 000 1, 654, 800 
Shipped out of Barre district in топрһ................................... (10:54 260, 000 248, 222 
Manufactured га Barre (Н5ШСі::-55-2.-------,-:-:----:---------- ДЕ 1. 300, 000 1,406, 578 
800, 000 879,111 


Light-stock consumption іп distriet............. Edom - 800, | 
Dark-stock consumption in distriet............- Я 500, 000 597,467 


Number of eutters іп distriet....... 2,550 1,500 
Average daily wage..........-..-------- $5. 00 $5. 00 
Average number of days worked annually. 280 260 
Total pay roll for уеаг.................. 34434921. - d. - Fea e eui ји =u $3,570,000 | $4,100,000 
Estimated overhead—s0 per cent cutters’ хуарев............................... 1, 785, 000 2, 050, 000 
Estimated light-stock valuation, 800,000 cubic feet, at 51.25.................... 1 000,000 7-7-6 
Estimated dark-stock valuation, 500,000 cubic feet, at 81.45.................... | 20; QUO ЕБЕ 22810. 
Estimated polishing cost of 500,000 feet, 1 cubic foot averaging 2 cubic feet, at $1. ы 30005000 сет erasers. 

Output from saws—one saw equaling 10 men—13 saws in district take place of 
130 men at average cost of $6.50 per man and working 280 days a year........ | 2360000 - S 22212 
85316; 000" | а Бі. веке 


| 
| 


a These estimates do not include production by other machinery, such as lathes and sand-blast machines, 
nor do they include-valuation of rough stock shipped outside of the Barre district. 


Mr. Bell states that.56 quarries were operated during 1918. Re- 
garding industrial conditions in 1918, he says: 

The Barre granite industry in 1918 was naturally subject to a good many 
of the proscriptions which necessity imposed upon nonessential industries. Our 
members, while realizing that the loss to them would be measurably irreparable, 
patriotically cooperated with the Government in sending men, many of them 
skilled pneumatic-tool operators, to the shipyards. In addition there was the 
prevailing shortage of unskilled labor at the quarries, and of course many 


men were with the colors. 
The arduous winter of 1917-18 cut down the number of working days to 260, 


the average being 280. Yet the steady introduction of labor-saving machinery 
partially closed up the gap caused by the decimation of man power in the 
industry, prolonged suspensions due to extreme weather and fuel orders, and 


the inevitable shortage of cars. 

The stone quarried at Woodbury, which is the center next in im- 
portance to Barre, is largely milled and dressed by the producer, as 
is the Dummerston stone. The accompanying tables and diagrams 
show the present depressed condition in the Vermont granite indus- 
try. The total output in 1921 was less than it was 32 years ago, with 
half as many quarries in operation, but the value of the product was 
over six times as great. The producers in 1921 were as follows: 


Granite quarries operated in Vermont in 1921. · 


County. Nearest town. Operator. Use of stone. 
Caledonia........... Groton. Rinaldo Tonelli........... | Monuments. 
Hardwick. August Ahonen.. клн Do. 
pus do.. Allen Badger..... BE Do. 
22554 Fadden & Gonyear........| Do. 
South Ryegate New Barre Granite Co. ...| Do. 
5-х а овое Granite Works | Buildings, monuments. 
o. 
Оре. ........---. Williamstown...........-- James К. Pirie estate......| Monuments. 
Orldins............. Мурат и: А. C. Гасаззе Granite Co. . Do. 
1 : МВАЦ ог зи ка О. L. Searles.............. 1 Do. 
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Granite quarries operated in Vermont in 1921—Continued. 


| 
County. | Nearest town. Operator. | Use of stone. 


Washington HE" Granite & Quarry | Monuments. 

yes Milne & Var- | Buildings, monuments. 
| 

Capital Hil Quarry Co. | Buildings, monuments, 
| 


Се.) | paving blocks. 
Jones Bros. Со,....--...:- Monuments, mausoleums. 
Littlejohn & Milne Quarry | Do. 
| E (Тпс.). 
бирче а tp “ыйыы . L. Smith & Co.........| | Monuments. 
КЕСТІ do: Жез UE Cue Le Wetmore & Morse Granite | Monuments, mausoleums. 
| 70. | 
Oa Oia атысын пыр Cabot Granite Co.......... | Monuments. 
Standard Granite Co......| Monuments, mausoleums. 
Sunnyside Granite Co..... | Monuments. 
Wells-Lamson SHEY, Co.. Do. 
E. R. Fletcher. Е 2) Buildings. 
L. 5. Robie. ..| Monuments. 
Woodbury Granite Co.....| -| Buildings, monuments. 


Windham es -Leland Quarries | Monuments, riprap. 
ne 
| 


Minsk ed сиса Bethe Woodbury Granite Co..... | Buildings, crushed stone. 
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STATISTIOS OF PRODUCTION. 455 
MASSACHUSETTS. 


Massachusetts has always been the largest producer of granite 
among the New England States, but on account of the large amount 
of low-priced products—paving blocks, curbing, crushed. stone, 
breakwater stone, jetty stone, riprap, and other rough construction 
materials—supplied from the quarries, it has at times been exceeded 
in total value of output by Maine, and since 1906 by Vermont. 

As previously stated, the real granite industry of this State began 
with the opening of the Quincy quarries in 1894 and the building 
of the Bunker Hill Monument and the railway or tramway from the 
quarries to tidewater. The development of quarry methods from 
quarrying and handling by hand power to the hand derrick, the 
application of steam to hoists, drills, pumps, etc., followed by the 
use of compressed air and finally electricity in both quarry and 
shop has been a direct result of this at that time enormous enter- 
prise. The quarries at Quincy have been in continuous operation 
since they were opened. In 1837, according to Doctor Pattee’s His- 
tory of Quincy, the output of the Quincy quarries was 64,590 tons 
of stone, valued at $248,737, and there were 588 employees. Іп 1845 
there were 526 employees, and the value of the output was $324,500. 
In 1865 ten quarries produced $271,880 worth of stone and employed 
306 men. The production at Quincy for 1887, 1888, and 1916-21 has 
been as follows, according to reports to the United States Geological 
Survey : 


Granite produced at Quincy, Mass., 1887, 1888, and 1916-1921. 


Year. Number | (approxi- Value. 
ofplants.| mate). 


$520, 000 
500, 000 


674, 233 
311, 178 


Stone was also quarried at an early date at the Chelmsford quar- 
ries, but the quarries on Cape Ann—at Gloucester, Rockport, Lanes- 
ville, and Pigeon Cove—were operated soon after the Quincy quar- 
ries and from their admirable location for transportation have fur- 
nished, besides high-grade monumental and building stone, an 
enormous quantity of stone for river and harbor work and street 
work. 

According to the report of the 'Tenth Census, quarries in operation 
in 1880 were opened in Massachusetts at the places and dates which 
are given on page 456. . 
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Berkshire County : 
Chester (Becket), 1878-1880. 


` Bristol County 


New Bedford, 1860. 


Fall River, 
Essex County: 


1840-1878. 


Rockport, 1830-1870. 
Lawrence, 1847. 


Gloucester, 


1851-1818. 


Hampden County: 
Monson, 1839. 
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Middlesex County: 
Graniteville, 1860, 


Lowell, 1876. 

Westford 
1880. 

Norfolk County: 


(Chelmsford), 


1845- 


Quincy and West Quincy, 1810- 


1879. 


Worcester County: 
Fitchburg, 1831-1876. 


Milford, 1869. 


Leominster, 1872. 


Quarries in operation in Massachusetts in 1921. 


Use of stone. 


County. Nearest town. Operator. 
Berkshire........... Chesber. ыд ча жебе ет Granite Quarries 
ne. 
1080 << =. 2 << са фес 222-2 55 Јов. Newall CO! ae nse snes 
Lenox. ure. c. a rr roe Mrs. Margaret Cowhig..... 
эч 22.125 3. Acushnet. . -| Blue Stone Quarry С0..... 
Dartmouth North Dartmouth Gran- 
ite Co. 
KURIVO АЕН БЕЗЕТ, Уап. Е. Beattie........... 
galls do.....................| Carey Quarry & Construc- 
tion Co. 
941354 й4ө.............:.::: Fall River Granite 4 
| Quarry Со. 
New Вешога....:......... Sullivan Granite & Con- 
struction Co. 
по :5 ANC cm Бане Но. Leeds eae ісек | Cape Ann Granite Cor- 
poration. | 
ОО е 252622555251 Holland Construction Со.. 
FROCK PONG а 5-25... -.| J. Leonard Johnson ....... 
Rockport and Gloucester..| Rockport Granite Co...... 
Hampden.......... Monson ..| Wm. М. Flynt Granite Co. 
Hampshire......... Northampton.. ..| City of Northampton...... 
Middlesex.......... Carlisle....... <= | O"Rormkeo BIDS: 2. 7. «x ex 25 
ЮНОНА ТОТО Ч а еее Orrin О. Luke (Kidder 
quarry). 
агтапнеуШе,........-.---. Chas. E. Conture (Wright 
quarry). 
MR do ss одо НАМ loa Бе сөзсіз 
242, d0...... eere esee ees ve]- LOWES P, Palmor & Sons: st 
ЖУ, В ие Frank A. Malorey 
(Pletcher quarry). 
Townsend Duncan Rusk (West 
| Townsend quarry). 
Ао оное ООН: epee eae 
22522 do.....................| Arthur DeCarteret (Old 
|... Prescott quarry). 
ЗА Фол ЈЕ. BIL. МЕНЕЕ. fetr 002121277) 
| 
Alas вола: 1. SADAN EN 910, 
EM do...............«.-...|. Тоз. J. LeMasurier (Oak | 
Hill quarry). | 
МОНО ее (om TERT Pe ж. Louis C. Tiflany.......... 
Quincy... DIIN. БИЗ Elkhill & Bishop... 
25245 do.. 26%3-------2.! А. ЕӘІСОНӨК & COL 5л... 
Ios. di OO TELL . DIB.. | C. H. Hardwick & Co...... 
A eM (dO dare sepczunccqe CTI ia Colony Еве Stone | 
о. 
Ie Оставе цена ча сат: ПЕОМ СОЗ. Qs 
(Hitchcock quarries). 
West Quincy. Granite Railway Со....... 
дата Опасни ка S. Swingle (Badger, 


‘Elcock, and Mannix 
quarries). 


Monuments. 


Monuments, curbing, pav- 
ing blocks. 

Crushed stone. 

Crushed stone. 

Rough construction, curb- 
ing, paving blocks. 

Buildings, crushed stone. 

Buildings, paving blocks, 
curbing. 

Rough construction, pav- 
ing blocks, curbing. 

Buildings, paving blocks, 
curbing, riprap, crushed 
stone. 

Buildings, paving blocks, 
curbing. 

Crushed stone. 

Paving blocks, curbing. 

Rough construction, build- 
ings, monuments, paving 
blocks, curbing, rubble, 
crushed stone. 

Curbing. 

Crushed stone. 

Monuments. 

Paving blocks. 


Curbing, riprap. 


Curbing. 

Paving blocks, 
crushed stone. : 

Paving blocks, curbing. 


curbing, 


Buildings. 


Paving blocks, curbing. 
Curbing. 


Buildings, bridges, monu- 
ments, paving blocks 
curbing, rubble, crushed 
stone. 

Paving blocks, curbing. 

Curbing. 


Memorials. 

Monuments, riprap. 

Monuments. 

Construction, monuments, 
paving block stock, rip- 
гар. 

Crushed stone. 


Monuments. 


Monuments, riprap. 
Monuments. 
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Quarries in operation in Massachusetts in 1921—Continued. 


County. Nearest town. Operator. | Use of stone. 
| | | 
КОНФ... | Weymouth................ | Bates Bros. Seam Face | Buildings. 
| |. Granite Co. | 
| гөл НТС succo enamel R. H. cud (High Rock | Buildings, curbing. 
| _ quarry). | 
Plymouth.......... | East Weymouth..........| J. E. L Miller LEGI | Buildings. 
I RELIES D. пре еее. oe | Plymouth Quarries, Inc...| Buildings, crushed stone. 
| Lakeville..... soc} ЕҒАПСС» TANER D... Construction. 
pri d E erre E | West Roxbury............ West Roxbury Trap | Crushed stone. 
| | _ Rock Co. | 
Worcester.......... РОВ ЕЕЕ СЕКИН Benj. F. MeCauliff (Roll- | Rough construction, pav- 


North Uxbridge........... | 


Whitinsville.............. | 


Worcester. . ............... | 


stone Hill quarry). 


White Granite Co. 
Wm. М. Sherman......... 


ing blocks, curbing 
erushed stone. У 


| Milford Pink-Victoria | Buildings, monuments, 


mausoleums. 
| Buildings, monuments. 


Geo. A. Fuller Construc- | Buildings. 
tion Co. (operating Bay ! 


State Pink quarries in 
1922). 
д acie Bros. Granite 
о, 


Carrick & Соџећ.......... 


Antonelli Bros. (“Ве]- 
mont Hill quarry”). 


| 
| 


| Buildings, 


Rough construction, 
buildings, monuments 
curbing, rubble, crushed 
stone. 

monuments, 
curbing. 

Rough construction, 
crushed stone. 
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460 COMMERCIAL GRANITES OF NEW ENGLAND. 
CONNECTICUT. 


Тһе granite industry in Connecticut has declined relatively more 
than in any other State in New England. In the five years 1917- 
1991 the output decreased 65 per cent, and the production for 1921 
was about one-thirtieth of that in 1889. In 1889 there were 49 quar- 
ries in operation; in 1921, 11. Much of the Connecticut granite has 
been used for small work, such as copings, sills, lintels, steps, founda- 
tions, cross walks, КЕЕ and sidewalks, and the use of concrete 
for work of this 2 has closed practically all the small quarries in 
the State. No granite quarries have been operated in this State for 
extensive riprap, breakwater, or jetty work in recent years, and this 
has also contributed to the decrease in output. The most important 
operations in 1921 were at Stony Creek, Waterford, Niantie, and 
buildings and monumental stone were the chief products. 

The activity of quarries in Connecticut in early years is shown by 
the report of the Tenth Census (1880), which gave the following 
dates of opening of quarries in operation at that time: 

New London County: 
Niantie, 1832. 
Waterford, 1835. 
Groton, 1840—1869. 
Lyme, 1875-1816. 

Windham County: 


Fairfield County: 
Greenwich, 1880-1850. 
Bridgeport, 1813. 

Hartford County: 
Glastonbury, 1850. 

Litchfield County: 


Thomaston, 1855. 
Middlesex County: 

Haddam, 1800. 

Middletown, 1830. 


East Killingly, 1842. 
Sterling, 1855-1877. 
Oneco, 1868, 
Willimantic, 1877. 


New Haven County: 
Ansonia, 1848. 
Leete Island, 1870. 
Stony Creek, 1878. 


Granite quarries in operation in Connecticut in 1921. 


County. Nearest town. Operator. Use of stone. 
Eairüeld.. oceans aed Bridgeport........-... Exutus св 52652 Ж- | Crushed stone. 
1512140 0) 9 ЕОР saw nana Glastonbury.......... G "sad Granite Works | Rough construction, curb- 
ing 
Litchfield.......... Thomaston.. .| Plymouth Granite Co......... Buildings. 
New Haven........ Stony Creek.. Millford Pink-Victoria White | Buildings, monuments, 
Granite Co. mausoleums. 
Millstone. 2. Је 52 | Henry Gardiner............... Monuments, riprap, pav- 
ing blocks. 
New London....... Waterford- 2022222... Booth Bros. & Hurricane Isle | Buildings monuments, 
Granite Co. paving blocks, riprap. 
Connecticut Pink Quarries Co.| Monuments. 
сын, МАӘЮАЙУААС052:52-52-2 RET ОЗ: 
-| Wm. Sieverts.......... de 
R. B. Marriott & Sons вода ће, , curbing, paving 
locks 
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RHODE ISLAND. 


Тһе granite industry of Rhode Island centers around Westerly, 
Washington County. Quarries were opened in this district as early 
as 1843, according to the report of the Tenth Census (1880), but 
it was after 1850 before the industry was fairly begun. In Provi- 
dence County a quarry at Diamond Hill was opened in 1840, and 
one at Cranston іп 1890. А quarry was opened at Newport, New- 
port County, in 1855. 

There were 35 operators of quarries in 1889, and but 6 in 1921, 
aside from producers of crushed stone. The chief product of the 
Westerly quarries is monumental stone, and for this reason there 
was not so large a decrease in output in the five years 1917—1921 as 
was shown by the States where building stone is a considerable 
factor. А number of quarries have combined during the last few 


years. 


Operators of granite quarries at Westerly, Washington County, К. I., im 1921. 


Firm name. Use. 


Buildings, monuments, mausoieums. 
Monuments, paving blocks, rubble. 
| По 


New England Granite Works....:........ tB 680 
Smalley Pink & Red Westerly Co.... 
Smith Старе Со син 66220-8: i 
Sullivan Granite Co.2.. ..............- Monuments. 
Westerly Blue Quarry Co............. Monuments, paving blocks. 
Westerly Pink Granite Со.................. Monuments. 


Newall & Co. (Dalbeattie), and John B. Sullivan quarries, 


а Operates the Crumb, Klondike, Joseph 


The operators of quarries for crushed stone were as follows: 


Bristol County: 
L. H, Callan, Bristol. 
Newport County: 
Peckham Bros. Co., Middletown (conglomerate, “ puddingstone "). 
City of Newport, Newport. 
J. K. Sullivan, Newport. ; 
J. Е. Sullivan, Newport. 
Providence County: 
Central Falls Stone Co., Central Falls (sandstone). 
Jos. McCormick, East Providence (sandstone or “ bluestone ”). 
Thomas J. Quinn, Ashton (granite). 
Iron Stone Trap Rock Co. Woonsocket (cumberlandite, ап ilmentite- 


magnetite rock). 


со 
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BIBLIOGRAPHY OF ECONOMIC GEOLOGY OF GRANITE, 


[Including physieal tests and geometrical analyses of granite and statistics of granite 
production in the United States.] 


ANDERSON, Тнов, Sveriges Granitindustri, Stockholm, 1911. 

ANONYMOUS, Тһе structural and industrial materials of California: California 
State Min. Bureau "Bull. 38, pp. 23-60, 1906. 

—— Die Steinbrüche Sachsens, Granit: Der Steinbruch, Jahrg. 7, pp. 83-90, 
1912. У 

Тһе granite quarries of Lake Maggiore: Gior. genio civile, abstract in 

Inst. Civil Eng. Proc., 1912, also in Quarry, vol. 18, p. 51, February, 1913. 

Тһе Demitz-Thumitz granite quarries near Bautzen: Ver. deutsche In- 
genieuren Zeitschr., 1911—12. , 

BAKER, В. T., Building and ornamental stones of Australia: Tech. education 
series No. 15, Government of New South Wales, 1909. Includes 11 colored 
plates of polished specimens (8 granites, 2 trachytes, 1 porphyry). 

Bow tes, ОтлуЕв, The structural and ornamental stones of Minnesota: U. S. 
Geol. Survey Bull. 668, pp. 50-149, 1918. 

BRAYLEY, À. W., History of the granite industry of New England, Boston, 1913. 

Buckrzy, E. B., Building and ornamental stones of Wisconsin: Wisconsin Geol. 
and Nat. Hist. Survey Bull. 4, granite, pp. 88-100, 107—115, 121—160; tests, 


pp. 46-74, 358-415, 1898. 
Воскінү, E. B. and Вовнгев, H. A. The quarrying industry of Missouri: 
Missouri Bur. Geology and Mines, 2d ser., vol. 2, granite, pp. 60-85, 1904. 
CLARK, У. B. and MarHEws, E. B., Report on the physical features of Mary- 
land, together with an account of the exhibits of Maryland mineral re- 
sources by the Maryland Geological Survey: Maryland Geol. Survey Special 
Pub., vol. 6, granites, рр. 115, 144, 178-177, pl. 8, fig. 1, pl. 12, 1906. 

Coons, А. T., The stone industry іп 1904: Т). S. Geol. Survey Mineral Resources, 
1904, granite, pp. 17-32, 1905. (Зее also Mineral Resources for 1905-1921.) 

Darr, T. М. Тһе granites of Maine, with an introduction by George Otis 
Smith: U. S. Geol. Survey Bull. 318, 1907. 

The chief commercial granites of Massachusetts, New Hampshire, and 

Rhode Island: Т). 5. Geol. Survey Bull. 354, 1908. 

The granites of Vermont: U. 5. Geol. Survey Bull. 404, 1909. 

Supplementary note on the granites of New Hampshire: Т). 8. Geol. 
Survey Bull. 480, pp. 346-372, 1910. 

—— Supplementary note on the granites of Massachusetts: U. 8. Geol. 
Survey Bull. 470, pp. 240-288, 1911. 

Darr, Т. N., and Grecory, H. E., The granites of Connecticut: U. S. Geol. 
Survey Bull. 484, 1911. 

Darton, М. H., Economic geology of Richmond, Va., and vicinity: U. S. Geol. 
Survey Bull. 488, 1915, 

Day, W. С., Stone: U. S. Geol. Survey Mineral Resources, 1899 and prior years. 

FRENTZEL, ALEXANDER, Das Passauer Granitmassiv: Geogn. Jahreshefte, Jahrg. 
24, pp. 33-192, Munich, 1911 [1912]. 

САвевт, C. Die technisch nutzbaren Gesteine des Königreichs Sachsen: Der 
Steinbruch, Jahrg. 7, pp. 72-82, 1912. 

GILLMORE, Q. A. Report on the compressive strength, specific gravity, and ratio 

of absorption of various kinds of building stones from different sections of 

the United States tested at Fort Tompkins, Staten Island, N. Y., Engineer 

Department, U. S. Army, 1874. 
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HAnBERLE, D., Die Gneiss (Granit) Industrie von Albersweiler in der Rheinpfalz : 
Der Steinbruch, Jahrg. 8, pp. 300-302, 1918. 

Haznis, G. F., Granite and our granite industries, London, 1888. 

Нервтвом, HERMAN, On the natural building and ornamental stones of Sweden: 
Sveriges Geol. Undersókning, ser. C., No. 209, 1908. 

HERRMANN, O., Steinbruchindustrie und Steinbruchgeologie, Berlin, 1899. 

Technische Verwerthung der Lausitzer Granite: Zeitschr. prakt. Geol- 

ogie, 1895, pp. 4383-444, 

Gesteine fur Architektur und Skulptur (2d edition of Anhang to 
"Steinbruehindustrie u. Steinbruchgeologie”), granite, porphyry, апа 
diorite, pp. 8-85, 1914. 

HiRSCHWALD, J., Die Prüfung der natürlichen Bausteine auf ihre Wetterbestün- 
digkeit, Berlin, 1908. Abstract in Zeitsehr. prakt. Geologie, vol. 16, July- 
Sept. and Nov., 1908. 

Horwquism, Р. J., Studien über die Granite von Schweden: Geol. Inst. Upsala 
Bull. 7, pp. 77-269 (22 tables and 40 figs), 1900. 

Ном, EDWARD, A treatise on the building and ornamental stones of Great 
Britain and foreign countries, London, 1872. 

HuwPHREEY, В. L., Fire-resistive properties of various building materials: U. S. 
Geol. Survey Bull. 370, рр. 69-72, 1909. 

Hunter, J. F., The Aberdeen granite quarry near Gunnison, Colo.: U. S. Geol. 
Survey Bull. 540, pp. 359-362, 1914. 

JULIEN, А. A., Building stones; elements of strength in their constitution and 
structure: Franklin Inst. Jour., Pa., vol. 147, pp. 257—442, 1899. 

—— Comparison of methods of graphic analysis of rocks: Geol Soc. America 
BulL, vol. 14, pp. 460—468, 1903. 

Kaiser, Erich, Die Verwitterung der Gesteine, besonders der Bausteine, 30 
pp.: Handbuch der Steinindustrie, vol. 1, Berlin, 1915. 

Lewis, J. V., Building stones of New Jersey: New Jersey State Geologist Ann. 
Rept. for 1908. 

Lomp, E. С. E., Examination and classification of rocks for road building, includ- 
ing the physical properties of rocks with reference to their mineral composi- 
tion and structure: U. S. Dept. Agr. Office Public Roads Bull. 31, Physical 
properties of granite for road making, Table 2, 1907. 

LUNDBOHM, HJALMAR [summary of his papers on granite and granite quarry- 
ing in Europe, by William C. Day]: U. В. Geol. Survey Mineral Resources, 
1898, pp. 578-582, 1894. 

MAILHIOT, A. Granites of the eastern townships of Quebec: Canada Geol. 
Survey Summary Rept. 1913, pp. 217, 218, 1914. 

MATHEWS, E. B., The granite quarries of Maryland: Maryland Geol. Survey, 
vol. 2, pp. 136-160, 1808. 

Матнкуув, S. W., The granite industry of Maine: Maine Bur. Industrial and 
Labor Statisties Sixteenth Ann. Rept., pp. 1-51, 1902. 

McCourt, W. E., Fire tests of some New York building stones: New York 
State Mus. Bull. 100, granite and gneiss, pp. 18, 16-19, 26-27, 29-32; pls. 
1-8, 9-11, 14—17. 1906. 

----- Тһе fire-resisting qualities of some New Jersey building stones: New 
Jersey State Geologist Ann. Rept., 1906. Granites and gneisses, pp. 26-28. 

MERRILL, б. Р., On the collection of Maine building stones in the United States 
National Museum: U. S. Nat. Mus. Proc., vol. 6, pp. 165—183, 1883. 

- Collection of building and ornamental stones in the United States 

National Museum: Smithsonian Inst. Ann. Rept.. 1886, pt. 2, 1889. 
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MERRILL G. P., Physical, chemical, and economie properties of building stones: 
Maryland Geol. Survey, vol. 2, pp. 47—128, 1898. 

Stones for building and decoration, 3d ed., New York, 1908. 

Stone (granite): Twelfth Census, Mines and quarries (1902), 1905. 

NEWBERRY, J. S. Report on building stones of the United States and statistics 
of the quarry industry: Tenth Census, vol. 10, pp. 318—324, 1884. 

Oxaar, Jouw, Den huite granit i Sogn, Geologisk optraeden og tekniske egens- 
kaper (English summary): Norges geol Undersógelse Aarbok, 1913, 1. 

Norsk Granit (English summary): Norges geol. Underségelse No. 76, 
Kristiania, 1910. 

РАТСЕ, бтрмеу, Mineral resources of the Llano-Burnet region, Tex.: U. S. Geol. 
Survey Bull 450, 1911. 

Равкв, W. A., Report on the building and оаза Stones of Canada, vol. 2, 
Maritime provinces: Canada Dept. Mines (No. 203), New Brunswick and 
Nova Scotia granites and black granites, pp. 107—152, 1914. 

Idem, vol 8, Province of Quebec. (No. 279.) Granites, gneisses, and 

black granites, pp. 189-191, 1914. 

Idem, vol. 5, Province of British Columbia, pp. 65-124, 186-192, 1917. 

PERKINS, G. H., Report on the marble, slate, and granite industries of Vermont, 
granite, pp. 51-68, 1898. 

Report of State geologist on the mineral resources of Vermont, 1899- 

1900, granite, pp. 57-77, 1900. 

Report of State geologist on the mineral industries and geology of 

: certain areas of Vermont, 1903-4, granite, рр. 28-44, 1904. 

—— Report of State geologist on the mineral industries and geology of certain 
areas of Vermont, 1907-8, granite, pp. 32-46, 1908. 

Вкозсн, Hans, Granite industrien ved Idefjorden, etc.: Norges geol. Under- 
sdgelse Aarbog, 1891. 

Елен, Grorcr, The granite industry of New England: New England Magazine, 
February, p. 742, 1892. 

RICHARDSON, C. H., and Conway, E. F., The terranes of Irasburg, Vt.: Vermont 
State Geologist Eighth Rept., granite, рр. 155, 156, pl. 54, with granite 
areas, 1912. 

Елев, HEINRICH, Economic geology, 4th ed., New York, 1916. 

Rrr, C. C., Norges granit industri: Norges geol. Undersógelse No. 12: Aarbog 
for 1898, with English summary. 

RosrwAr, AUGUST, Ueber geometrische Gesteinsanalysen; ein einfacher Weg zur 
ziffermüssigen Feststellung des Quantitütsverhültnisses der Mineralbe- 
standtheile gemengter Gesteine: K.-k. geol. Reichsanstalt Verh., vol. 32, pp. 
143-175, 1898. 

——— Ueber einige neue Ergebnisse der technischen Untersuchung von Stein- 
baumaterialien; eine neue Methode zur Erlangung zahlenmüssiger Werte 
für die * Frische " und den “ Verwitterungsgrad " der Gesteine: К.-К. geol. 
Reichsanstalt Verh., vol. 33, pp. 204-225, 1899. 

Ueber weitere Ergebnisse der technischen Untersuchung zur Erlangung 

zahlenmüssiger Werte für die “ Zühigkeit" der Gesteine: К.-К. geol. Reichs- 


anstalt Verh., рр. 284-246, 1902. 
ScHMIDT, ——-, Natürliche Bausteine (vol. 76, Bibliographie der gesammten 


Technik), Hannover, 1908. 
SCHMIDT, ALBERT, Die Granitgewinnung im Fichtelgebirge, ihre Geschichte und 


Rechtsverhültnisse: Der Steinbruch, Тайга. 5, pp. 294-296, 310-311, 344-345, 
1910. 
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Tarr, В. S. Economic geology of the United States, with briefer mention of 
foreign mineral products, 2d ed., New York, 1895. 

Tarr, W. A., A study of the effects of heat on Missouri granites: Missouri Univ. 
Bull., vol. 15, No. 27, September, 1914. 

Watson, Т. L., Granites of the southeastern Atlantic States: U. S. Geol. Sur- 
vey Bull. 426, 1910. 

Mineral resources of Virginia, Building and ornamental stones, etc. 
(granites of Piedmont region), Virginia Jamestown Exposition Commis- 
sion, 1907. 

Watson, Т. L., and Laney, Е. B., with the collaboration of ©. P. Merrill, The 
building and ornamental stones of North Carolina: North Carolina Geol. 
Survey Bull. 2, 1906. 

WEIDMAN, SAMUEL, The geology of north-central Wisconsin: Wisconsin Geol. 
and Nat. Hist. Survey Bull. 16, granite quarries, pp. 636-640; analyses of 
granite from central and southern Wisconsin, p. 340; from northern Michi- 
gan and northern Minnesota, p. 341; disintegrated granite for country roads, 
p. 648, Madison, 1907. 

WiLLIAMS, I. А., The comparative accuracy of the methods for determining the 
percentages of the several components of an igneous rock: Am, Geologist, 
vol. 85, January, 1905. 

Worrr, J. Е., Details regarding quarries (granite): Tenth Census, vol. 10, 1888. 

See also the successive reports of the tests of metals and other materials for 
industrial purposes made at Watertown Arsenal, published by the United States 

War Department. 

Тһе German periodicals named below also give results of tests of granite: 

Mitteilungen der technischen Versuchsanstalten zu Berlin. 

Mitteilungen der Anstalt zur Prüfung von Baumaterialien am Polytechnikum 
in Zurich. 

Mitteilungen aus dem mechanisch-technischen Laboratorium der Königlichen 
technischen Hochschule in Miinchen. 

The substance of the papers by Merrill in vol. 10 of the United States Tenth 

Census, 1888, and in the Proceedings of the Т). S. National Museum, vol. 6, 1888, 

has reappeared in more modern form in his other works. 


GLOSSARY OF SCIENTIFIC AND QUARRY TERMS. 


ACCESSORY MINERALS in granite are original constituents of the rock, found 
only in small, often only in microscopic quantity. 

Астрто. А term applied to rocks in which silicic acid (silica) or quartz pre- 
dominates. 

ALTANITE. Ап opaque black mineral (silicate), brown in thin section, one of 
the primary less common accessory eonstitnents of granite, which contains 
from 12 to 17 elements, including 6 of the rarer ones. For analyses see 
Dana, E. S., System of mineralogy, 6th ed., pp. 522-596, 1892. 

ANTICLINE, А term applied to granite sheets or sedimentary beds that form 
an arch. 

АрілтЕ. Fine-grained granite, generally occurring in dikes and containing little 
miea and a high percentage of silica, 

Basic, А term applied to rocks in which the iron-magnesia minerals and 
feldspars with lime and soda predominate, such as diabase or basalts. 
BLACK HORSE. Term used by quarrymen to denote a dark biotite gneiss іп 

contact with the granite. 
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Вллмо SEAMS. Quarrymen's term for incipient joints. 

JoULDER QUARRY. One in which the joints are either so close or so irregular 
that no very large blocks of stone can be quarried. 

CHANNEL. А narrow artificial incision across a mass of rock, which, in а 
granite sheet, is made either by a series of contiguous drill holes or by 
blasting a series of holes arranged in zigzag order. 

CLEAVAGE, when applied to a mineral, designates a structure consequent upon 
the geometrie arrangement of its molecules at the time of its crystaliliza- 


tion. 
CrosE-JOINTED. А term applied to rock containing joints that are very near 


together. 
Crocus. А term used in some quarries to denote gneiss ог any other rock in 


contact with granite. 

CRUSH BORDER. A microscopie granular structure sometimes characterizing ad- 
jacent feldspar particles in granite in consequence of their having been 
erushed together during or subsequent to their crystallization. 

Cur-orr. Quarrymen's term for the direction along which the granite must 
be channeled, because it will not split. Same as “ hard way.” 

DENDRITES. Plantlike crystallization of iron or manganese oxides on the sur 
faces of fissures іп any rock or mineral. Frost crystals on window panes 
are of like character, 

DIKE. А mass of granite, diabase, basalt, or other rock which has been 
erupted through a narrow fissure. 

DIMENSION STONE. А term applied to stones that are quarried of required 
dimensions, 

Пір. Тһе inclination from the horizon, given in terms of degrees, of a sheet, 
joint, heading, dike, or other structural plane in a rock. 

Drirr. Sand and boulders deposited by the continental glacier. 

DRUMLIN. Oval hillock of clay and boulders formed beneath the ice sheet of 
the glacial epoch. 

EnosroN. The wearing away of portions of a rock by such natural agencies as 
stream or ice action. 

EXFOLIATION. The peeling of a rock surface in sheets owing to changes of 
temperature or to other causes, 

FAULTING. The slippage of a rock mass or masses along a natural fracture. 
FLow STRUCTURE. The parallel arrangement of the minerals in granite or 
other igneous rock in the direction of its flowage during its intrusion. 
GEODE. A rock cavity lined with crystals. Geodes in granite are attributed to 

steam or gas bubbles. 

GRAIN in granite is practically the direction in which the stone splits “next 
easiest,” the “rift” being that in which it splits most readily. 

Grout. A term applied to the waste material of all sizes obtained in quarry- 
ing stone. 

Grow-on. Quarrymen’s term to designate the place where the sheet structure 
dies out, or the place where two sheets appear to grow onto one another. 

Harp way. The direction at right angles to both rift and grain in which 
granite does not split readily. (See Cut-off.) 

HEADING. A collection of close joints. 

HEADING SEAM. See Joints. 

Hematite. An oxide of iron (Ке;О»), which, when scratched or powdered, 


gives a cherry-red color. 
IGNEOUS. A term applied to rocks that have originated in a molten condition. 
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Jornts. Моге or less steeply inclined fractures which cross the granite sheets 
and which are attributed to various stresses. 

Kaorin. А hydrous silicate of alumina derived from the alteration of feldspar. 

KAOLINIZATION. The process by which a feldspar passes into kaolin. 

Кмотѕ. А term applied by quarrymen to dark-gray or black objects, more or 
less oval or circular in cross section, which are segregations of black mica 
or hornblende formed in the granite while in a molten state. English 
quarrymen call them “ heathen.” 

Knox HOLE. А cireular drill hole with two opposite vertical grooves which 
direct the explosive power of the blast. 

LEWIS HOLE. Ап opening made by drilling two or three holes near together and 
chiseling out the intervening rock, 

ТлмомттЕ. А hydrous oxide of iron (2Fe;0.3H;0); a hydrated hematite, 
which, when scratched or powdered, gives a brownish rust color. 

Matrix, The general mass of a rock which has isolated crystals; sometimes 
called groundmass. 

METAMORPHISM. The process, partly physical, partly chemical, by which a 
rock is altered in the molecular structure of its constituent minerals and 
in their arrangement. Metamorphism may be regional, due to crustal 
compression, or contact, due to the intrusion of sedimentary rock by an 
igneous rock, б 

MiLLIMETER, French decimal linear measure, the thousandth part of а meter 
or the tenth part of a centimeter. It is equivalent to nearly 0.04 inch, the 
meter being 8929 inches. 

MOoNOLITH. А column or monument of one stone. 

Моттом. A term used in granite regious to designate small paving-block 
quarries. 

OpuHitic, А term applied to microscopic rock texture to designate a mass of 
longish interlacing erystals, the spaces between which have been filled 
with minerals of later crystallization. 

ОБЕ. А term applied in the Quincy quarries to Quincey granite which has been 
rendered valueless by the alteration of its aegirite particles. 

PreMATITE. A very coarse granite occurring in irregular dikes or lenses in 
granites and some other rocks. 

PHENOCRYST. А term applied to isolated crystals visible to the unaided eye and 
lying in the mass of a rock of igneous origin. 

PLAGIOCLASE. A term applied to all those feldspars that are not potash feld- 
spars. 

PLUG AND FEATHERS. A quarrymen’s term. The plug is a wedge, and the feath- 
ers are two short pieces of half-round iron whose curved sides fit the drill 
hole while their flat sides receive the plug. By driving the plugs in а se- 
ries of holes a stone may be broken. 

POLARIZED LIGHT. Light whose vibrations, unlike those of ordinary light, which 
are in all directions, are in only one plane. Polarized light is used in the 
microscopic study of rocks. 

Роврнүвітіс. A term applied to rock texture to designate the presence of iso- 
lated crystals in a general mass (matrix or groundmass) of finer material. 

PSEUDOMORPH. Signifies false form and designates a crystal in which, owing 
to various chemical changes, the original mineral has been more or less 
replaced by others. The form of the crystal no longer corresponds to the 
mineral. 
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QUARTZ MONZONITE. Technical designation for a granite in which the percent- 
ages of soda-lime feldspar and of potash feldspar are nearly the same or in 
which the former exceeds the latter. In ordinary granites the amount of 
soda-lime feldspar is relatively small. 

RANDOM STONE. A term applied by quarrymen to quarried blocks of any dimen- 
sions. (See definition of dimension stone.) 

Rirr. А quarrymen’s term to designate an obscure microscopic cleavage іп 
granite which greatly facilitates quarrying. 

Run. А term used by quarrymen in connection with "rift," apparently to de- 
note the course of the deflection of the rift due to gravity, strain, or other 
not yet understood cause. In southern and western quarries the grain is 
called the run. 

SALT HORSE. Quarryman’s term for aplite or other useless rock. 

SAND SEAMS. Quarry term for more or less minute veins or dikes of muscovite 
(white mica) with some quartz, in cases also with feldspar. 

SAND STREAKS. Same as sand seams. 

Sap. Quarrymen’s term for ferruginous discoloration along sheet or joint 
surfaces. 

ScHisT. A rock made up of flattish particles arranged in rough parallelism, 
some or all of which have crystallized under pressure. 

Scuistosiry. The quality of being like a schist. 

SEAM. Quarrymen’s term for joint. 

SECONDARY MINERALS. Minerals whose presence is due to the alteration of the 
original minerals. 3 

SEDIMENTARY. А term designating those rocks that consist of particles de- 
posited under water. 

SEGREGATION. The scientific term for “knot,” a collection of material sepa- 
rated from other material. A vein of segregation is one formed by the 
filling of a fissure with mineral matter originating in the surrounding 
rock. 

SERICITE. А more or less fibrous form of muscovite (potash mica), often re- 
sulting from the alteration of feldspar. 

SHAKES. Quarrymen's term to designate a somewhat minute close-joint struc- 
ture, which forms along the sheet surface as a result of weathering. 
SHEET QUARRY. А quarry in which the granite lies in sheets, crossed by wide- 

Spaced steep joints. 

SLICKENSIDES. The polished and grooved faces of a joint or bed caused by 
motion and friction. 

STRAIN SHEET. Quarrymen's term for granite sheets produced by present com- 
pressive strain. 

STRATIFIED. А term applied to rock consisting of originally horizontal beds or 
Strata. 

STRIKE. The direction at right angles to the inclination of a plane of bedding, 
a sheet, or joint, etc. 

STRIPPING. The material (sand, clay, soil, etc.) overlying а rock of economic 
value, which must be removed before quarrying. 

SPECIFIC GRAVITY. Тһе weight of a rock or mineral compared to that of a body 
of distilled water of the same bulk. 

SusJorwT. Minor joints diverging from or parallel to the regular joints. 

SvNcLINE. А geologic term for the trough part of а wavelike sheet or bed 
of rock. 

Тил, А mixture of clay and boulders deposited by glaciers. 
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Тпллте. Special name for the material of the till. The evidence that the clay 
and pebbles or boulders are of glacial origin is in the parallel striation of 
the pebbles or boulders owing to their having been rubbed against а rock 
while fixed in the moving ice. 

Токтха IN. Quarrymen's term for the wedging in of the end of a granite sheet 
under an overhanging joint, probably in consequence of the faulting of the 


sheets along the joint. It is also applied to the overlapping of ан N 


sheets. 5 i Page E 
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striking with the sheets, іп some differing from them in strike УБ. ог тоте. 
TWIN CRYSTALS. Two adjacent crystals which have formed with the poles of 
their main axes in opposite or different directions. 
WEATHERING. The decomposition of a rock owing to the action of the weather. 
WHITE HORSE. Term used by quarrymen to denote a light-colored gneiss, aplite, 
or pegmatite. 
WOLLASTONITE. А mineral consisting of silica 51.7 per cent and lime 48.3 рег 
cent (CaSiOs). It commonly results from the metamorphism of calcareous 
rock or marble where in contact with an igneous rock. 
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graphic phenomena at 84-89 

plates вһоуіле------------- 161, 400 

Structural phenomena aí...... 89-93 

where examined. сас... 84 
Conway, N. H., granite for public 

Бату. tbe тыл а Lus 253 

quarries of, descriptions of_. 166-170 


geologyoi0L. -——— o 165-166 
Јоса ова ОЙ a ы 164-165 
Cooling, rapid, of granitic magma... 8-4 


Coons, Miss Altha T., Тһе production 
of granite in the New 
England States... 2, 456-463 


Cross, C. W., cited- Te 23 


Cross, Whitman, спед_____-_-___- 138 
Crotch Island, Maine, description of 31 
granite beds on, plates showing 256 

Crumb quarry, Westerly, В. I., prod- 
ПОРО. озуна 417-418 

Crushed granite, changes іп demand 
Tor 9 J 38 ue ME с 440—441 

Cuba, granite for monument to Gen- 
eral Gomez in_-_----- 164 

Curbing and trimming granite, table 
СЕНЕ. Eaves 480-431 

Curry quarry, Wrentham, Mass., 
Droduep ope вив = 314 


Cutting quarry, Milford, Mass., de- 
Seription "олса 844-345 


р, 


Danbury, Conn., granite of. 362 
Danbury granodiorite gnejs 

seription of__ 308 
Danielson quarry, Glastonbury, 

Conn., product of...- 368 
Dartmouth quarry, Dartmouth, 

Ma product of... 286—287 


Dawson quarry, Stark, N. H., prod- 


поре в Ел во = TIT 
Day, William C., analysis by----.- 139 
Day quarry, Kennebunkport, Maine, 

PLOGHCE "ОА ее 276-277 
Dayton, Ohio, granite for post office 

Пи hec tre сан а ME LE 200 
Deadwood, S. Dak., granite for post 

OM CO uL. re 301 
Decatur, IlL, granite for post office 

Cis T Pme E рса 173 
Decomposition of granite, causes 

айа тале OL. ева. 6, 70—72 
Dedham, Маше, granite о0Ё------- 211-218 
Deep Pit quarry, Rockport, Mass., 

description of------ 301—302 
Deep River, Conn., granite for foun- 

tain abl m 215 
Definition, of ОА 3 
Definitions of geologic and quarrying 

PETTUS с ни ee ee 467-471 


Den quarry, Lynn and Peabody, 
Mass., description of. 288-289 

Dennis, І. M., analysis by--------- 280 

Derby, Conn., granite gneiss from, 

plate showing-------- 


INDEX. 477 
Рағе Расе. 
Derby, VL, granite of ss 119-121 | Egypt, weathering of ancient gran- 
Devils Rock quarry, Lanesville, Mass., ite monuments їп_____ 12 
description of...... 299—300 | Hlasticity of статібе 2 11 
Diabase porphyry, monument of, Elkhart, Ind., granite for post office 
plate showing ------- 320 abo ache aec 301 
Dikes, aplite, occurrence and fea- Ellis quarry, Bethel, Vt., descrip- 
ео Pee taque etes --- 42-46 пол Of ие c. 158 
basic, influence of, on granite... 57-59 | Emerson, B. K., cited... 840-341 
occurrence and features of. 51-56 | Emerson quarry, Fitzwilliam, М. H., 
basie schistose, occurrence and бейте тюб 178 
features об. =-2=8 56-57 | Emmons, Gowen, апатту, Biddeford, 
cutting. granite gneiss, plate Maine, description 
ЗАД Я ср а аа-аа 401 Df compte РЕ 274-275 
cutting sheets of granite, plates Empire dark quarry, Barre, Vt., de- 
showing... - 256, 321 scription різ... 130 
eylindrieal....———-- - 49-50 | Empire Light Granite quarry, Barry, 
fluidal cavities іп... us 22 Vt., description of... 140 
granite, occurrence and features Pxpansibility of granite____._.--_- 12 
ҚАНА Жел ына энә ees 41-42 best окр ис. о = 102—103 
pegmatite, groups of.........- 78—74 
occurrence and features of. 46-50 F. 
pegmatitic quartz, occurrence 
and features of... 50-51 | Falconer quarry, Quincy, Mass., fea- 
Diorite, quartz, dikes in, plate show- tures 04----------- 325-326 
Пт зе > a pcr 161 Fall River, Mass., granite for cus- 
Discoloration, test of granite for... 99 tomhouse and post 
Dix Island quarries, Muscle Ridge office at-—-------~------ 269 
Plantation, Maine, de- quarries іп------.---------- 282-285 
scription оё 238 | Fallon quarry, Quincy, Mass., fea- 
Dixon quarry, Westerly, R. I., prod- tures of_------_----- 324 
Chit Reena ааа 414 | Faults, occurrence of-——— ————-.-—7 38 
Dodlin quarry, Norridgewock, Maine, Feldspar, colors of, original and 
description of... 255-256 secondary ----------. 75—79 
0098168,5 Cause (Oi: а а 35 kings: of; атна о... ас 5-6 
Double-sheet structure, plate show- Felsite, test of, in сопсгобс-.------- 340 
nc aioe = ELT 160 | Felsite porphyry, nature and use of. 339 
Dover, N. H., granite for hospital at. 275 Fessenden quarry, Brookline, N. H., 
Drenan quarries, Woodbury, УБ, product оҒ--------- 192-193 
product of... - 152 | Field & Wild quarry, Quincy, Mass., 
Duffee quarry, Barre, Vt, product р description 01-------- 326 
Ex meas ede rie alco 136 | Fine, use of фегш----------------- 2,9 
Dummerston, Vt. quarries of... 153-155 Fire tests of granite... ...- ------- 18, 102 
Dunbar quarry, Sullivan, Maine, fea- Fish quarry, Jonesboro, Maine, prod- 
гизо Уа кла рн re 231 4 uct 04------- WR E D у 267 
Dunn quarry, Bristol, Conn., prod- Fitchburg, Mass., quarries іп. 353-355 
b ВАН 365 | Fitzwilliam district, N. H., geologic 
Duschane Hill quarry, Vinalhaven, , relations 0%----.------ 171 
Maine, product 0#---- 246 Чете ов окыс a EA 811-416 
Flat Ledge quarry, Rockport, Mass., 
E. product opum 294—295 
Fletcher, H. E., quarry, Westford, 
Eagle Gray quarry, Fryeburg, Maine, Mass., products of- 309-310 
i description of______ 252-253 | Fletcher, Н. N., quarries, Westford, 
East Lyme, Conn., quarries in___ 388—889 Mass., product о{--- 311—312 


East Orange, М. J., granite for high 
school at... 
East quarry, Milford, Mas 


DROOL a A ee РЕНЕ 
Баз ога granite gneiss, description 
jade ыға тыс А Ық НОВ 
Echo Lake quarry, Milford, Mass., 
features 04---------- 350 
Eckerlein quarry, Groton, Conn., 
product or Yo ===. = 386—387 


Economie classification of the gran- 
Mes E , AO 419-422 


Fletcher quarry, Madison, М. H., 
produet:of-2---.... 110-171 

Fleteher quarry, Woodbury, Vt., de- 
scription 'of..——.-.-- 148—149 
різ ЕКОЕ БЕДЕ 7 160 
Mexibility -of granite. CE. 11-12 

Fluids, occurrence of, in granite 
BUCS саш ees 21—22 

occurrence of, in small dikes or 
моа ВЕ. 22 
relation of, to rift and grain- 17-21 
secondary inclusions of....... 22—24 


418 INDEX, 


Page. 
Flynt quarries, Monson, Mass., pro- 
ducts otc nl 304—305 
Folly Point Breakwater quarry, 
Rockport, Mass., fea- 


Fort Sumter, S. С. granite for 

Gen. Anderson monu- 

пера Ба ла синт 382 
Fox Islands, Маше, quarries оп-- 241-248 
Fox quarry, Concord, М. H., descrip- 


tion Горана ЕЕ. 200-201 

Fractures, contemporary, occurrence 
Of a ee а е 40-41 

Frankfort, Ky., granite for State 
capitol etis nnna 150 

Frankfort, Maine, granite beds at, 
plate showing ------- 256 
quarries Орао БЕЛА шә. -- 257-260 
Franklin, Maine, quarries іп-... 218-221 

Franklin, Mass., granite for Thayer 
lbranyal—————-—-—— 185 

Frazer quarry, Ryegate, Vt., descrip- 
Don cof ees 115-116 

Freeport quarry, Freeport, Maine, 
description of ------- 211 
plate showing --------------- 256 
Fryeburg, Maine, granite of...- 252-258 

G. 

Galveston, Tex., granite for Early 
Settlers’ monument at. 198 

Galvin quarry, Quincy, Mass., fea- 
turesS.0f а eue 325 

Gardner's prospect, Calais, Maine, 
products. of. ыы 264 
Gases in minerals of этапКе------ 9 
Geodes, occurrence and features of 62 

Geology, application of, to quarry- 
йт рта ем = 435—436 


Gettysburg, Ра. granite for monu- 
ments at ..235, 236, 410, 411 
Gibson quarry, Ryegate, Vt., product 
Off а =. 114—115 
Gilbert, С. K., on sheet structure-- 29-20 
Glastonbury granite gneiss, descrip- 
ЙОР ОЙ percha ЕЕ 858 
Glastonbury Granite Works quarries, 
Glastonbury, Conn., 


ОООО Of, а-а 36 
Glossary of scientific and quarry 

(Ис зер: кек НЫЕ 467-471 
Gneiss, classes 04-.--.-.----------- 3 


See also Granite gneiss. 
Godbeer quarry, Fitchburg, Mass., 


features 2013 ———-—-—--- 355 
Gold, occurrence of, in Maine 
granite «2 = 263—264 
Gold-leaf quarry, Quincy, Mass., 
product, 0f uc 3а 332-338 
Gorman quarry, Glastonbury, Conn., 
product. Обе = 867-368 
Goss quarry, Crotch Island, Maine, 
description of ---- 226-227 


Grain, relation of, to fluidal cavi- 


Page. 
Granite, orbieular, plate showing.- 160 
rocks classed “Ее” TT 2 


Granite gneiss, contact of granite 
with, plates showing 161, 400 


fiuidal cavities ш------------= 21-22 
in Connecticut, distribution and 

varieties о#-------- 857-359 

obelisk of, plate showing. 400 

400 


plates showing-.-------- 
plicated texture т------------ 93 
polished slab of, plate showing. 400 
Granite Railway quarry, Concord, 
ИЕ See Upper 
Swenson quarry. 
Granite Railway quarry, Quincy, 
Mass., description of. 329—330 
Grant quarry, Brunswick, Maine, de- 


Scription 01----—--—— 210-211 

Graves Bros. quarry, Mount Desert, 
Maine, product of ---- 224 

Green Island, Maine, joint structure 
on, plate showing ---- 256 
Greenwich, Conn., quarries in... 862-364 
Gregory, H. E. cited. ------------- 46-41 

е01021с relations of the granites 
of Connecticut ----- 355—361 

Groton, Conn., monument of granite 
from, plate showing -- 400 
quarries ЕЕЕ Eee 385-388 
Groton, Mass., quarries in------- 308-309 
Groton, Vt., granite 0#---------- 116-118 

Grout quarry, Kirby, Vt., description 
тіні ee ла BERN 110—111 
Guilford, Conn., quarries 31------ 382-384 
Guilford, Maine, quarries іп------- 255 

H. 

Haddam granite gneiss, description 
On ee S 359 

Hall quarry, Baileyville, Maine, prod- 
По 263—264 


Hall quarry, Mount Desert, Maine. 
See MeMullen quarry. 
Hall quarry, Norwalk, Conn., prod- 


ре 364—365 
Hallowell, Maine, carved granite 
from, plates showing-- 256 
Tengfellow quarry at, plate 
НО 256 
quarries at -..---.----------- 233-236 
Stinchfield quarry at, plate 
SHOWIDS РЕВИР КРЕМА НЕ 256 


Hamilton Seam Face quarry, Hing- 
ham, Mass. features 


Of c REP 339 

* Hard way," direction of--------- 17,20 
Hardness of granite ..------------ 12 
Post flore Re ER dE 100—101 


Hardwood Island quarry, Jonesport, 
Maine, product of .— 210—271 


Hardwick, Vt., granite of_------- 108-110 
Hardwick quarry, Quincy, Mass., de- 
scription 01-------- 324—325 
Harris quarry, Acton, Mass., ргой- 
EE O ЫЕЕЕ 307 


INDEX, 479 


Page. 

Harrisburg, Pa., granite for post 
office 25858892. 216 
granite for State capitol аё____ 150 

Hartford, Conn., granite for Con- 

necticut River bridge 
„арт ГА” AME S ST MIS 879, 382 

xranite for State library and 
city, паа Е. 159 

Hartland quarry, Hartland, Maine, 
granite: ова исл == 255 

Haverhill Mass., granite for bridges 
Hn EC nde 184 

granite for Dudley Porter foun- 
БОД ДВА ten. esa 171 
Haverhill, М. H., quarries in----- 179—180 

Headings, intersection of, plate 
showlngo:----—-—-—---2-- 256 
occunrenge | 0f. oor 38 
sheets cut by, plates showing. 256 

Heal quarry, Lincoln, Maine, pro- 
ТТЕРІ сысы сн. 260 

Heat tests, See Fire tests. 

Hell Gate Bridge, New York, gran- 
есен ст, ee 245 

Неппеһетту аџаггу, Сопсота, М. Н., 
sonala tr CC Aia y arare 202 

Hermon Hill quarry, Hermon, Maine, 
product ов === == 254 


Herrmann, О., on sheet structure__ 28-29 
High Isle quarry, Muscle Ridge Plan- 
tation, Maine, descrip- 


a Мези nac 236—238 

Dinrawhowing er са c MEM 256 
Hildreth quarry, Westford, Mass., 

features 022-225 95. 313 

Hillebrand, W. F., analyses by--. 162- 

163, 304 

Hingham, Mass, quarries in... 336—339 


History of the granite industry-- 436—441 
Hiteheoek, Dell, quarry, Quincy, 
Mass., description of 321—322 
Hoadly Neck quarries, Branford, 
Conn., description of.381—382 
Holbrook quarry, Seymour, Conn., 
description 0#------ 884-885 
Hollis, Maine, granite of----------- 2176 
Нов quarry, Concord, М. H. See 
Lower Swenson quarry. 


Hooksett, М. H., granite о#.-------- 194 
Hooper, Havey & Co., quarry of, 
North Sullivan, Maine. 281 
Hoosac Tunnel, Mass., granite for... 371 
Hopkinton quarry, Hopkinton, Mass., 
produet оба ен саће 349 


Hudson & Chester quarry, Becket, 
Mass., product of.. 279-281 
Hurricane Island quarry, Vinal- 
haven, Maine, plate 
Showings = 256 
product and structure оҒ----- 247-248 


p 


Imperial Blue quarry, Woodbury, 
Vtyoproductoofs_._...= 151 


Page. 

Inclusions, occurrence and features 
ПЫ P АТ ET UT + 62-65 

India, artificial sheeting of granite 
Mirat L2. 2 UA 30 

Indian Creek quarry, Vinalhaven, 
Maine, features of... 246 
Inscriptional granites, table of... 428 

Intrusien, laceration of overlying 
strate =ч и 4 

Italian quarry, Ryegate, Vt., descrip- 
Dom" 7154 524 At 115 

Ithaca, М. Y., granite for post office 
dU doo rina diced 173 

Ј. 

Jamestown, Уа. granite for monu- 
ment ab. RA 178 

Jefferson City, Mo., granite for State 
Capitol av gc 169 

Jewett’s quarry, Whitefield, Maine, 
product о = 228Е 251-252 
Joints, coatings on faces 0#-------- 81-84 
groups and causes 0#--------- 87-88 


See also Headings and Subjoints. 

Jones Dark quarry, Williamstown, 
д Vt., description of... 141 

Jones Light quarry, Barre, Vt., fea- 
tures and product of. 133—135 


Jonesboro, Maine, quarries in.... 267-269 
Jonesport, Maine, quarries іп.... 270—271 
Joshua Rock quarry, Lyme, Conn., 
product Jta e ы лд 889-390 
к. 
Kansas City, Мо. granite for city 
baths аб == e 271 
Kemp, James F., analysis Бу----- 236-237 
Kennard Ledge quarry, Manchester, 
М. H., product of_____ 195 
Kennebunkport, Maine, quarries 
гіл ертен en a а 276-277 
Kilkenny quarry, Kilkenny, N. H., 
ООН О-о 176—177 
Kinnicutt, Leonard P., absorption 
tests Dy —-————— 157, 172, 175 
analyses by------- --- 175, 844, 378 
Birby,-Vt., ха 0f--— ————-— 110-112 
Kittredge quarry, Milford, N. Н,, 
$ Droduct Oi-—-———-C eem 184 
Klondike quarry, Charlestown, R. I., 
description of.----- 415—416 


“Knots.” See Segregations. 
Kopp quarry, Groton, Сопп,, fea- 


tres Ole eee 887 
L. 

Lacasse quarry, Derby, УБ, prod- 

UGE OLS аа 119-120 
Lake Shore quarry, Calais, Vt., prod- 

NOt ОД ра ete 145 
Lambert’s prospect, Cabot, Vt., prod- 

ООба а 143-144 
Langmaid quarry, Rochester, N. H., 

prodct Of ва 202-208 


Page. 

Larrabee quarry, Windham, Conn., 
ООО ОЕ 38.-—- 402—403 

Latty quarry, Green Island, Мате, 
product of. 228 

Lawton quarry, Norridgewock, Maine, 
description ої. 256-257 

League Island, Philadelphia, Ра., 
granite for dry dock at. 216 

Leavitt quarry, Leominster, Mass., 
таа оо Ован 353 

Lebanon quarry, Lebanon, М. Н., 
product оба 118-179 

Leete Island quarry, Guilford, Conn., 
product о 882—888 
product of, plate showing... 400 
Leominster, Mass., granite 0f... 858 

Lepage quarry, Quincy, Mass., prod- 
Wet Of eoo E аи 330—331 

Liberty Hill quarry, Rochester, Vt., 
ГО ОН 159-160 
Lime earbonate, testing granite for. 99 

Lincoln, Maine, carved granite from, 
plate showing----____ 256 

Lincoln, Nebr., granite for post 
7:777 | ee т 200 

Lincolnville quarry, Lincoln, Maine, 
Роби OL os. a ДЕ 260 

Linehan quarry, Peabody, Mass., 
РОДОС ОЕ— == === 287-288 
Litchfield, Conn., granite аф------- 310 

Litchfield quarry, Fitchburg, Mass., 
features of... 854-355 


Lithonia, Са. effect of compressive 
strain at, plate show- 
ШІ, e TS 256 
Long Cove quarry, St. George, 
Maine, description of 240-241 
Long Island, Maine, quarries in... 221-222 
Longfellow quarry, Hallowell, Maine, 


OUTINGS оа 234 
nlalo showngl.-.-----J------- 256 
Lord quarry, Wells, Maine, prod- 
СЕ? Olea а = 277—278 
Louisville, Ky., granite for Jefferson 
monument аф----_- сте, 822 
Love, №. W., analyses Бу---------- 407 | 
Lovejoy quarry, Milford, N. H., de- 
вор адат. e 183-184 
Lowell, Mass., granite for city hall 
tT MP жез draco RE 168 


Lower Swenson quarry, Concord, 
М. H., description of. 200 


Lyme, Conn., quarries Ш-------- 889-390 
Lynn, Mass., felsite porphyry 0#---- 340 
M. 

McCarthy quarry, Acton, Mass., 
product 02е ЕРЫ 307—308 
MeCauliff quarry, Fitehburg, Mass., 
prbanet "обал 20р M 354 
McConchie quarry, St. George, 
Maine, product of---- 240 
MacCurdy quarry, Old Lyme, Conn., 
НС SOL c 890-392 


McDonald & Cutter quarry, Barre, 
Vt., description о? 143 


INDEX, 


Page. 


McGaughey quarry, Groton, Conn., 
producta pisis - 387-388 
McIntosh quarry, Groton, Conn. 
productae === ас ota 386 
McKenna, Charles F., analysis һу 157 
MeMullen quarry, Mount Desert, 
Maine, description of 222—223 


Madison, М. H., granite 0#------ 170-171 
Madison, Wis., granite for State 
Capitol” at exu cen 159 


Magnetite, large content of, іп 
granite of Baileyville, 


Мае зеі 292 3327 268 
Maguire quarry, Hopkinton, Mass., 
features 0#-------- 349-350 


Maguire & O’Heron quarry, Milton, 
Mass., product of.. 334—335 
Maine, constructional granites of 421-423 
curbing and trimming granites 
сете Ы тер ат, 480 
granite in, distribution of... 103, 205 


geologic history and rela- 
БОЛЫ A) eS ye 207-209 


inseriptional granites 0#------ 428 


map of southern part of, show- 
ing distribution of 
granitic rocks and 


ОООО ers сланина 205 
monumental granites оѓ... 425 
paving granites 0#------------ 432 
polish granites о4-.---------- 429 
production of granite in... 448-447 
quarries in, dates of opening of 444 

descriptions 0#--------- 205-278 
distribution . of-------- 209—210 
operated in 1921------- 445 


quarries of “black granite" in, 
distribution of- 210 
sculptural granite .0#-------- 427 
sheet structure in granites of.- 31-32 
Maine & New Hampshire Granite 
Corporation, quarries 
of, at North Jay, 
Мае асаав. 223 212—214 
Маше Red Granite Co., quarry of, 
at Calais, Maine... 266-267 
Malnati quarry, East Lyme, Conn., 


product ^6f2.--..X 388—389 
Mamacoke gneiss, description of---- 859 
Manchester, М. H., quarries of... 194-195 


Map, geologie, of Connectieut show- 
ing location of granite 


Map of Barre, Vt, showing loca- 
tion of granite quar- 


Massachusetts, show location 
of granite quarries_—_ 278 
Quiney, Mass., showing location 


of granite quarries--- 320 
southern part of Maine, show- 
ing distribution of 
granitic rocks апа 

90% 


quarries 


Мар с 


Маго 


Мага 


Marx 


Mar 


Mar 


Mas 


Mas 


Ma: 


Ма! 


А 


Map of Vermont and New Hampshire 


showing location of 

granite quarries_____- 108 
Maromas granite gneiss, descrip- 

үкіні арау ынасы ы em 859 
Marquette, Mich., granite for ceurt- 

ВО ЕЕ 266 
Marr & Gordon quarry, Barre. У1.. 

ртод сво sr 
Marriott quarry, Sterling, Conn., pre- 

duct of. 400-401 


Marshfield quarry, Marshfield, №: 
product of. 
Litchfield. 


Mascetti quarry, Conr., 


product Юй eic: 370 
Mascoma quarry, Canaan, №. Н. 

product’ of.------- 177-178 
Masons Island quarry, Stonington, 

Conn., features of... 892 


Massachusetts, Berkshire County. ge- 
ology of the granite 


278-279 


breakwater granite of. 451 
constructional granites of..... 23 
eurbing and trimming granites 

некие ater А 481 
Essex County, nature of granite 

ШЕ reete ср; 287. 291 
шар of, showing location of 

granite quarries_____ 278 
monumental granites of----- 425-426 
Paving вара Ob. 25а. 482 
polish granites of. 3 429 
production of granite т---- 455-459 


quarries in, dates of opening 
(iy eet Ss E vite сұл 455-456 


278-355 
103, 278 
456-457 


descriptions 
distribution of 
operated іп 1921------- 


rusty-faced granites оЁ------- 429 
Massachusetts Pink quarry, Milford, 
Mass., product of---- 349 
Medium, use of іегіп------------ 2,9 
Melvin quarry. See Tayntor quarry, 
Merrill, ©. P. емеа------------- 
Merrill quarry, Westford, Mass., fea- 
ее LE SE E: 
Merry Mount quarry, Quincy, Mass., 
description of------ 322—328 
Messer quarry, Stoughton, Mass., 
ИННО Ol хас РЕКЕ 315 
Mica, black (biotite), influence of, 
as a constituent of 
Кур ae le ee € 
white (muscovite), influence of. 
as а constituent cf 
Vc Eel ds ERE Lic once 6 
Michiel quarry, Torrington, Conn., 
product Of xa ——— 374 
Middletown, Conn., granite of.. 375—876 
Milford, N. H., contact phenomena 
а Е. lll 90-91 
105709—23 82 


Milford district, Mass., granite of, 


geology of..340—342, 


granite of, nature оѓ =_= 3 
«йү Si о en 344-352 
жоробтарит ола = 310 
Milford district, N. H., granite of, 
description of... 182-182 
granite of, geology of__-___ 180-182 
Quarries ОЕ ee 183-191 
topography 180 
Milford Granite Со. quarries of, at 
МО О IN, OX 189 
quarry of, plate showing... 161 
Millbridge quarry, Millbridge, Maine, 
product. of 5T 212 


Miller seam-face quarry, Hingham, 
Mass., product of.. 358—339 
Millstone quarry, Barre, Vt., prod- 


LO ip dec Se ee Ed 137 

Millstone quarry, Waterford, Сопп.. 
description of... 394—397 

Ме & Wylie quarry, Barre, Vt., 
Робі золь 22-32 129-130 

Milne quarry, Barre, Vt., descrip- 
Шоп *01-—5.—- 3299 140 

Milwaukee, Wis. granite for post 
ONG: pit ты = === 260 
Mineral composition of granite... 5-7 
Minerals in granite, arrangement of_ 10 
81-84 
9-10 

kinds and proportions of, tests 
Толы pt 1 ау ыса 99-100 

Minerva Cove quarry, Jonesport, 
Maine, product of... 270 

Mingo - Bailey quarries, Calais, 
Maine, features of...  264— 


265, 266 


Miniutti quarry, Berwick, Maine, 
product оне 218 

Minneapolis, Minn., granite for Mu- 
seum of Fine Arts at. 151 
Monson, Mass., quarries ів 302—305 

Monson granite gneiss, description 
ЕТТЕН КЕ ЕНЕМЕ ЕНЕ 358 

Monument of quartz diorite, plate 
БИОЛ LE EI 256 

with die of olivine norite, plate 
Showin? -E rererua 256 


Monumental granite, changes in de- 
mand for. 

table бе a TER 
Monzonite, white quartz, plate show- 


ing carving іп------ 160 
Moore, Е. J., analysis by-------- 336—337 
Moose Island quarry, Маше, fea- 

а о == rre 229 
Morrison quarry. Ryegate, Vt., de- 

Борио of.—_=---——= 115 
Mosquito Mountain, Frankfort, 

Maine, description of – 81 
Mosquito Mountain quarry, Frank- 


fort, Maine, description 
251-258 


482 


Page. 

“Motion,” plate зћомше___------- 256 

MSG Gb UHC. ue e cL 209 

MOLONS Добай да Ее 242 
Mount Ascutney, УБ, monument 

160 


from, plate showing.- 
Mount Desert, Maine, quarries ол. 222-224 


Mount Pleasant quarry, Milton, 
Mass., product of... 335-334 

-Mount Waldo quarry, Frankfort, 
Maine, description of... 81, 
258-260 

Mower quarry, Windsor, Vt., de- 
SB О. (Oise САЗВЫЕ А 168 

Murray quarry, Stonington, Conn., 
Product оге = 393-394 

Muscle Ridge Plantation, Маше, 
quarries in -------- 236-288 
Muscovite,, veins оҒ--------------- 14 

Muskegon, Mich., granite for post 
өйісе, al ===> = 256 

N. 

Nashua, N. H., granite for post office 
аралы ыздан saa eee 814 
193 


granite-of Ss. 2228 Seb 
New Anguilla quarry, Stonington, 
Conn., description of. 392—393 


New Bedford, Mass., dikes in Sulli- 


van quarries at ------ 55-56 
granite for industrial monu- 

шей s 178 

А ЕВА 285—286 
New England Granite Works quarry, 
Concord, N. H., prod- 

aieiai ЖЕ GAR Ce ee ey 197-198 


New England quarry, Westerly, R. I., 
products of-"--.-.- 408-410 
New Hampshire, constructional gran- 


ПЕРЕН 2A e. 423—424 

curbing and trimming granites 
(ups AL Eid ылғы ысы. 431 
inscriptional granites of. =n) 428 
monumental granites of — Aaa 
polish granites 0#------- met 74!) 
448-450 


production of granite іп. ---- 
quarries in, descriptions of __ 164-205 


distributionvof --—— ш 5 103, 164 
map showing location of___ 108 
operated in 1921 ... 448—449 

427 


sculptural granite 0#---------- 
New Haven, Comn., granite for Ти- 


berculosis Hospital at_ 413 

granite for Yale University аё__ 338 
New Orleans, Га. granite for cus- 

tomhouse at ___ E 327 

granite for post office аё______- 310 
New Westerly quarry, Milford, N. H., 

Droduet of--.---3-- 188-189 


Bank of Commeree in, 
plate showing pane] at 
опера о (OL НЕ a 256 
eustomhouse at, plate showing 
ИТЕР TODO ra 


New York, 


New York, granite for American Mu- 
seum of Natural llis- 


granite for Blackwells Island 

а Бо Dik за И = 226 
bridge in Bronx Park аё__ 849 
Brooklyn Bridge at------- 382 
Columbia University at... 164, 
229, 380 
customhouse аф 244 
Fort Schuyler at------.-- 363 
General Grant's tomb at... 214 
discoloration 0#------ 69 
Hall of Records at-.....- 235 
Hell Gate Bridge аћ_____- 245 
Manhattan Bridge at__ 173, 
223, 230, 295 
municipal building at----- 260 
new post office ай--------- 352 

pedestal of Statue of Lib- а 
Об ВЕ 382 

physicians’ quarters, Black- 

wells Island, а4------ 863 
Public. Library а%-------- 176 


retaining wall of Riverside 


лн Ер уы eres 226, 280 

soldiers and sailors' monu- 
а емесе See 882 
Stock Exchange at------- 216 
215 


Woman's Hospital а#----- 

Hall of Records at, plate show- 

кроза неон –====== 256 
porphyry for fountain іп Сеп- 


tral Park abo 303 

Newall quarry, Otis, Mass., descrip- 
HONGO ее 281—282 

Newall quarry, Westerly, В. I., prod- 
ШОКЕ. nec 416—417 

Newark, N. J., granite for city hall 
At nme rra РЕНЕ 172 
Newark, Vt., granite оЁ--------- 112—113 
283 


Newport, R. I., granite for bridge at- 
granite for Naval War College 
у ees M reos а те ЖҰР 284 
Niagara Falls, N. Y., granite for Sus- 
pension Bridge аё---- 
Niantic quarries. See Westerly, R. I., 
and. Charlestown, R. I. 
Nichols Ledge Carter quarry, Wood- 
bury, Vt., product of- 152—153 
Nickerson quarries, Rockport, Mass., 
features оа 298-299 
quarry, Branford, Conn., 
description of... 877—379 
Norcross quarry, Milford, Mass., fea- 
TUPRGS ОТсса ees 348—349 


Noreross quarry, Windsor, Vt., de- 


Norcross 


799191912: об ——— 163-164 
Norfolk, Conn., granite of... 370-371 
Norfolk, Va., granite for dry dock at_ 230 


Norridgewock, Maine, quarries іп. 255-257 
North Jay, Maine, granite of__.. 212-214 
North Milford  quarry, Milford, 
Mass., product of----- 


INDEX. 483 
Page. Page. 
Northern Granite Co., quarrying by, | Philadelphia, Ра. granite for city 
at Hardwick, Vt... 108,109 | ha stc Ps 262 
Norwalk, Conn., granite of.....- 364—365 | granite for League Island Navy 
Marquer 216 
о. Soldiers and sailors' gate- 
| way, in Fairmount 
Oak Hil quarry, Swanville, Maine. PARE Зыр nos. SE 214 
product ој Нее 261 United States Mint at... 223, 260 
Old Lyme, Conn., granite 91----- 890-392 | Pigeon Cove porphyry quarry, Rock- 
Omaha, Nebr., granite for court- port, Mass., product 
BOUNO mU RE 149 TUS puree eae ан 303 
Опесо quarry, Sterling, Conn., prod- Pigeon Hill quarries, lower and up- 
MICE o) da obse СЕЕ 400 per, Rockport, Mass., 
Opie quarry, Branford, Conn., fea- deseriptions -of..... 295—298 
слу: ha ат идеја UU dese 380 Pirie quarry, Williamstown, Vt., 
Orbicular granite, occurrence and | description ої- 141-142 
fentures "Овен а 60-61 | Pittsburgh, Pa., granite for Carnegie 
Origin of рин ен 522 8-5 Institute at------- 178, 333 
O' Rourke quarry, Brookline, М. H., 1 granite for city and county 
proüuei"or----—— = 191-192 | Ва ата еее 198 
Otis, Mass. "granite ot = == = 281-282 | Scott monument in------- 211 
Owen, Milo J., Barton, Vt., speci- Platinum, oceurrence of, in Maine 
men received from... 121 granite... аза 254 
Graal, 205 ое 16 | Pleasant River quarry, Addison, 
Oxford, Maine, granite of. Е 258 Maine, product оѓ. 262 


155 


Packer quarry, Newark, Vt., prod- 
TCL (OD Steen ПР Ж. 112-113 


Palmer quarries, Westford, Mass., 


тошко сазе 812 
Palmer quarry, Vinalhaven, Мате, 
description 0#------ 244-245 
Parmenter quarry, Derby, Vt. de- 
scription of------- 120-121 
Parsons qut See Burlison quarry. 
Patch quarry, Calais, Vt. prod- 
uct of_---_--__----_ 144—145 
Paterson, N. J., granite for Dan- 
forth Library аф----- 223 
Paving-block quarry, plate showing. 256 
Paving granite, changes in demand 
TOT rr 440 
ЈОКО ОВО О = = ae 437 
PADIS Olas a eae ee 432 
Pequoit quarry, Vinalhaven, Maine, 
Б ТОЧО О == oi 245-246 
Peabody-Lynnfield district, Mass., 
nature of granite in__ 287 
quarries: ег 287-291 
Pease quarry, Milford, №. Н., де - 
seriptiox ође гласе ass 184—185 
Pelham, Mass., granite at..-...— 305—306 
Perry quarry, Concord, м. Н., de 
верног 07-----=-- 201-202 
Perry Sunapee quarry, Sunapee, 


N. IL, products of.. 204-205 
Petersen quarry, Bolton, Conn., prod- 

uct Ост == === 809-200 
arry, Westford 
THORS у аденин рани 310 
Pettee quarry, East Sullivan, Maine 


221--234 


features of-.--—--- 28 


Peterson Mass.. 


Pleasant River quarry, Vinalhaven, 
Maine. Бес slack 
quarry. 

Plymouth, Mass., granite for Pil- 
grim monument at-_ 235, 324 


Plymouth, Vt. granite of---_-- 160-161 
Plymouth quarry, Thomaston, Conn., 
description of.---.-- 372-373 
Point Judith, В. L, granite for break- 
то: — раса сы == 384 
Polish, test of granite for... = 100 
Polish granites, table о#--- te 429 
Pond Ledge quarries, Haverhill, N. 
H., products of-..-.. 179-180 
Porosity of granite 12 
КӨНБІС эы aps bu 01-102 
Porphyritie texture, nature of_____ 10 
Portland, Maine, granite for Long- 
fellow monument at__ 168 
Portsmouth, N. H., granite for navy 
300 
seription 0Е------- 316-311 
Poughkeepsie, N. Y., 4 
зат. College аћ_-___--- 338 
Pownal quarry, Pownal, Maine, de- 
Веро, О 211—212 
Prescott quarry, Westford, Mass., 10- 
Cation Он 813 
Pride's quarry, Westbrook, Maine, 
description оЁ-------- 212 
Production by census уеагз----- 441—443 
Вуд bles ur e ope 
Properties, physical, of granite___-- 
Prospect porphyritic gneiss, descrip- 
ТОПЫ. тесі с ae 358 


Providence, В. L, granite for Roger 


АУ ims monument at. 411 
granite for sea wall at.-. 230 
PEATE ЛО айс ас с 270 


Page. 
Publications on economie geology of 


лал Ө = 464-407 
Pyrite, effeet of, on granite. + 6 
Pyroxene, occurrence of, іп granite. 6 


Q. 


Quarrying, history of 
use of geology in. + 
Quartz in granite, colors о4------- 80-81 


influence of 6 
texture of. 80 

Quartz monzonite, monuments of, 
plates showing..... 400, 401 

evoidal block of, plate show- 
ine Te РРР? ЕЩЕ ЕРОТ 400 

Queen City quarry, Guilford, Maine, 

Prodiichrofves— Av sass 

Quincy, Mass., beginnings of quarry- 
ingu:at.. ца аўга 431 

polished granite from, plate 
showing = 320 
production of granite at. 455 
Quarries Ш. вољи 321-33 335 
map showing location of... 520 
quarry at, plate showiug-...— 320 


Quincy granite, geology of.. 816, 319-321 
nature and composition of.. 316-819 
polished ball of, plate showing. 320 


Quincy granite area, topography 
ЮЕ пеар 315-316 
R. 
Rafferty «quarry, Groton, Mass., 
DrIodUCL. Of'G =e re 308 
Rallroads; graniti aean ees 108 
Randolph, Vt., granite 0#.-------- 118-119 
Hed Beach Granite Со. quarry of, 
Galals, Maine _.----< 20T 
Redstone, N. IL, fluidal cavities in 
gram of село 17-18, 19 
Redstone green quarry, Conway, 
N. H., product of.. 168—169 
Redstone pink  quarry, Conway, 
N. IL. product of- 166—168 


Redstone quarry, Westerly, R. I, 


product 0of........ 412-413 
Reinhalter quarry, Quincy, Mass., 
description of .... 321—328 
Revere, Mass., felsite of---.---—- 339—340 
Rhode Island, constructional granite 
OPEM E EN 424 
inseriptional granite 0#------- 42 
monumental granites 01—____- 426 


production of granite in.... 462-463 
quarries in, descriptions of__ 403-418 
distribution of ------- 103, 403 
sculptural granites of E. 427 
Richards, Н. H., analysis by- 346, 347—348 


Ricker querry 3iddeford, Maine, 
робо ОТА. А6 A 274 

Ricker quarry, Topsham, УБ, de- 
Schipiion. of ---.—--- 118 


7. | 
Ricketts & Banks, analyses by 
947, 250, 269, 398 


Page. 


Rift in granite, definition of. ....— 15 
previous observations оп----- 15-17 
r ion of, to fluidal cavities- 17-21 


Rift ueture, nature and produc- 
Шоп ба Кент 24—26 

Riteh quarry, Greenwich,  Conn., 
description of --... 563-364 

Robertson quarry, Franklin, Maine, 
description of ----- 218-219 

Robeson Mountain quarries, Wood- 

bury, Vt. description 
and produet of. 36, 149—151 

Robin Rock quarry, Lynnfield, 
Mass., products of.. 289-291 

Robinson, Franklin C., analyses 
Бас. Мезі 166-167, 168-169 
Rochester, N. H., granite 0#------ 202-203 
Rochester, Vt., granite 0#-------- 159—160 

Rockport, Mass. dikes in quarries 
аф» а ЫҚЫ НИНА 53, 54 
nite of, geology of... 291, 293-294 
пабор are p 2901-293 
monument howing. 320 
quarries impcrii ee 294—303 
plates showing. Бөр 821 
topography of 291 


Rockport Granite Co., Upper pit of. 295 
Rockside quarry, Roxbury, Conn., de- 
seription of 


Rogers, E, T., analysis by 213 
Rogers quarry, Quincy, Mass., prod- 
tet oki xL LONE CON 33: 
Rosa quarry, Ryegate, Vt., product 
оғы ET pe СЕЗ 116 
Ross quarry, Fall River, Mas 
üctofs.- Е Е 285 
Ross quarry, Kennebunkport, Maine, 
description ‘0-------- 277 
Round Pond quarry, Bristol, Maine, 
carved granite from, 
plate showing..------ 256 
description of... 
plate showing. 
Roxbury, Conn., granite о1------- 311-312 
Roy 'ry, Oxford, Maine, prod- 
uot ж а 255 


1 Nee Stain, rusty. 
Rusty-faced granites, table Of------ 429 
Ryan-Packer, quarry, Crotch Island, 


Maine, description of 224-226 
Ryegate, Vt. geology о1--------- 113-114 
В Ра see 114—116 


Sachem Head quarry, Guilford, Conn., 
product of--------- 888-384 
St, George, Маше, quarries in... 289-241 
St. Louis, Mo., granite for post office 
and eustomhouse at... 248 


gi for publie library ай--- 260 

St. Paul, Minn., granite for soldiers’ 
memorial at --------- 138 

Soiter quarry, Groton, Conn., prod- 
uch otro Ded. „ыш 385—386 


INDEX, 485 
Реке. Page. 
Sands quarry, Vinalhaven, Maine, Smith, George Otis, Тһе occurrence 
description оЁ------ 243-244 of granite іп Маше_ 205-209 
plate showing___-----_ 256 | Smith Lower quarry, Barre, Vt., de- 
“Бар” granite, use of. 338 ЗОО етен ee 137 
Saratoga, N. Y., granite for monu- Smith North quarry, Westerly, R. I., 
ЖӘНЕН iene e й 397 теаике ор — “Ена 414 
Sartori quarry, Quincy, Мазз., prod- Smith quarry, Westerly, R. L, de- 
ihe ne сас LE 335 ВОН 01-2 410-411 
Sault Ste. Маге, Mich., granite for Smith Upper quarry, Barre, Vt., 
oBellsE at uet 879 цо ыы 5 8 185—186 
Savo quarry, Quincy, Mass., product Snow Flake quarry, Fitzwilliam, 
use RCM MEL НЕ 7 NUES produüct^of--.-—! INS 
Savoie quarry, Fall River, Mass., fea- Snowflake quarry, Mount Desert, 
ОКО MIT 284—285 Maine, product of... 223-224 
Schist, contact of granite with, plate Somers prospect, Waterford, Сопп., 
Stomme mI Е 256 Pentures ТОЕ 397 
included in granite, plate show- Souhegan quarry, Milford, N. H., 
Lin ро. nes cl diti 256 ТООРОТ = oe 187-188 
injected with granite, plate South Brooksville, Maine,- quarries 
SHOWIDE se ада. 160 ДИН ње 216-217 
Seopó-of the reporf---— e 1-2 | South Thomaston, Maine, quarries 
Scott quarry, Waterford, Conn., Жез 288-239 
СО 394 | Specific gravity, determination of, 
Sculptural granites, table о#_______ 427 as a test for granite__ 102 
Seam-faced granite, quarries produc- Spectacle Pond quarry, Sunapee, 
; 36-338 №. H., product of... 203 
333 | Spence & Coombs quarry, Berwick, 
Sears quarry, Fall River, Mass., fea- Maine, product of.-.. 273 
Рао а 35 | Springfield, Il., granite for Lincoln 
Searsport, Maine, granite of. 261 monument at..---.... 215 
Segregations, acidic, occurrence and Springfield, Mass., granite for United 
РОЗИ КОНА Ой ыш 60 States armory at.-.. 304 
basie, occurrence and features Sprucehead quarry, South Thomas- 
ri er ср ДИ Мы „Гы 58-59 ton, Maine, descrip- 
Selden Neck quarries, Lyme, Сопп,, tron ete ees жо мы 238—239 
product. ОРИ =_= 390 | Stacy quarry, Braintree, Mass., prod- 
Settlement quarry, Deer Isle, Maine, [ou пне ELA. 335 
description оё. 229-230 | Stain, rusty, occurrence and causes 
Seymour, Conn., granite of... 384—385 CL DEM soe eee 66-69 
Seymour Street quarry, Bristol, TUSTI “removal "Of laos о 69-70 
Conn., features of... 365 best "or ‘granite fores зе + 99 
Shade of granite, effect of hammer- Stark, МАН “granite or cc up ae 177 
ignosci T ET TOS 79-80 | Steiger, George, analysis by-----—- 306 
use of term - 4 14 | Stephen & Gerard quarry, Barre, 
“ Shake," occurrence of. "NS 29 Vt., description of... 132—133 
Shaker quarry, Groton, Ma prod- Sterling, Conn., quarries јп______ 400—402 
ПТФ 7,5 err 308—309 | Sterling granite gneiss, description 
Shattuck Mountain quarry, Calais, 358—359 
Maine, product of.. 265—266 | Sterling quarry, Sterling, Conn., 
Shear zones, occurrence оё_------__ 88-39 робе osse tow 402 
Shechan quarry, Lynn, Mas fea- Stevens quarry, Nashua, N. H., de- 
Китон COT Она. rao 340 scription ОВ ве 193 
Sheets, thin, formed by compressive Stinson quarries, Sullivan, Maine, 
strain, plate show- features Ol 088... 230—231 
Um HR. Ne 160,256 | Stinchfield quarry, Hallowell, Maine, 
Sherman & 'ds, analysis of product of... 233-234, 235 
{ 199 Strueture іп 234 
Sherwood quar Jroteh Island, Stinziano quarry, Fall River, Mass., 
Maine, description of_ 227-228 features’ оі---------- 285 
Shirley qua Hooksett, N. H., Stonington, Conn., quarries in... 392-394 
prodiret of 29 222222 194 | Stonington district, Maine, geologic 
Sinclair prospec East Sullivan, relations of the gran- 
Maine, product of... 282 она а mom 224 
Slater quarry, Glastonbury, Сопп., quarries in, descriptions of... 224—230 
featübes OF 903000... 369 distribution of... u -bs 294 


486 INDEX, 
Page. Page. 
Stonington. quarry, Spruce Island, TOSS Qi тањира ла тла 99—103 
Maine, product of.. 228-299 | "Texture of гтапће_______-______- 9-10 
Stony Creek, Conn., polished and plicated спее е = : = 93 
hammered granite Thomaston, Conn., granite of... 879-978 
gneiss from, plates Thomaston granite gneiss, descrip- 
SHOWIUP с, ссе 400 БО оола 
Stony Creek  quarry,  Branford, Thompson quarry, Fitzwilliam, N. 


Conn., product of.. 379—380 


Stoughton, Mass., granite of____-__ 315 
Strain, compressive, effect of, on 
granite, plate show- 
осе MMe US c E EAT T 160, 256 
compressive, fractures caused 
Не Сн 40-41 
“Strain sheets," use of паше----- 34 
Straiton quarry, Barre, Vt., descrip- 
TiO Ro а 140—141 
Strength, compressive, transverse, 
and tensile, tests of 
granite for ———-.. 
Structure of ога бе 


dome, plates showing- 
double-sheet, cause of. 
flow, indications of... 


use of Тегла ___--- = 5 

gneissic, nature and cause of.- 65-66 

TSG РИЧ ӨК arte a 5 

joint, plates вһоміпр--------- 256 

lenticular, plates showing... 256, 820 

** anion у Causes obese EL 32-36 

Sheet, causes о#-------- 28-31, 32-36 
observations on, in New 

dun glass. on ic a mie 32 

plates sbowing..------- 160, 256 


previous observations оп... 26-80 
Subjoints, nature and occurrence of. 39—40 


Sullivan, Maine, quarries ш----- 230—232 
Sullvan  quarries, New Bedford, 

Mass., product of.. 285-286 
Sunapee, М. H., quarries іп----- 203-205 
Sunnyside quarry, Barre, Vt., oper- 

SHON Of. ues es oS 138 
Swans Island, Maine, quarries оп. 232 
Swanville, Maine, granite of___--- 261 


Sweetzer, Robert C., analysis by-- 350—351 


Swenson quarries, Concord, N. H., 
descriptions 0#----- 199-200 
Swingle quarry, Quiney, Ма de- 
seription.of.......--—- 328-329 
Syenite, polished and cut, plate . 
HOY ee a eee 160 
Syracuse, М. Ү., granite for soldiers 
and sailors’ memorial 
rp — ———— 399 
152 
Tarbox quarry, Baileyville, Maine, 
Тедіптезкоб е --=--- 264 
Tassin, Wirt, сЦед----------=----= 50-51 
Taylor quarry, Norridgewock, Maine, 
ТОЧНОЕ -----— 251 
Tayntor quarry, Hallowell, Maine, 
description of.....- 285-286 
Terms used in geology and quarry- 
елаве ЗБЕ eS 467—471 


product 
Tidewater, quarry on, plate show- 

pu (token m cicer ie E e 256 
Tiffany quarry, Cohasset, Mass., 

Product О ae 815 
Toledo, Ohio, granite for Fort Meigs 

monument at--.....- 149 
Tonella King quarry. Milford, N. H., 

products of----——-- 186-181 
ТопеПа old quarry, Milford, М. H., 

description 0#----- 185—186 
Toothachers Cove quarry, Swans 

Island, Maine, features 

Гу прање ctetu 232 
Topsham, Vt., granite 118 
Torrington Borough quarry, Torring- 

ton, Conn, description 

Е eS 374-375 
Townsend, Mass., granite of_-—-- 313—314 
Treadwell prospect, Danbury, Conn., 

features -Of------—--- 362 
Treatment, economic, of the gran- 

ites, order 0#------ 103-104 
Tremont, Maine, granite of------- 283 
Trenton, М. J., granite for battlefield 

monument at .------- 235 

Troy, М. Y., granite for post office at- 154 

Troy quarry, Troy, № Н., prod- 

TOLL OL арас ера 175-116 
U 

Upper Swenson quarry, Concord, 

N. H., product of--- 199-200 

Uses of the-granite-----—-------- 418—482 

Uxbridge, Mass., granite 0#------ 852-953 

У. 

Veins, fluidal cavities іп----------- 22 
mineral, occurrence of_------- 75 
muscovite, occurrence 0#------ 74 
zeolite, occurrence of _-------- 15 

Vermont, constructional granites of- 424 
granite railroads 0{----------- 108 
granites of, geologic history 

Ofte re Ch ctor АЫ 107—108 

geologie relations of---- 105-107 
inseriptional granites оҒ4------- 428 
monumental granites of-_---+- 427 
polish granites of------------ 429 
production of granite іп----- 451-454 
quarries in, descriptions of-—— 108-164 
distribution 0#----- 103, 104-105 
map showing location of.- 108 
operated in 1921 ------- 452—455 
sculptural granites 01--------- 27 
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Vermont White quarry, Woodbury, Weathering of granite, ovoidal____ 72-78 
Vt, product ot ы. 151 process and rate ое 10-72 
Vicksburg, Miss., granite for monu- Webb Fitzwilliam quarry, Fitzwil- 
ments in national mili- liam, N. H., description 
tary park at... 151, 200, 411 OD c Ee. с быы 171-172 
Victoria White quarry, Fitzwilliam, Webb Marlboro quarry, Marlboro, 
М. H., product of_-_ 172-173 №. H., description of. 174 


Vinalhaven, Maine, carved granite 


from, plate showing... 256 

monolithie columns from, plate 
ВОЛИ а. 256 

paving-block quarry at, plate 
ДОМИНИРА cuente 256 
quàrries in Leite. 241—248 
Vitreousness of granite-----------=- 12-13 

Voorhis quarry, Greenwich, Conn., 
Product. of 5--ге-к 362-363 

У. 

Waldoboro, Маше, contact  phe- 

nomena Nf----——---.- 90 


Waldoboro quarry, Waldoboro, Maine, 


plate’ shbowing..-..... 256 
product and structure of..... 249—251 
Ward, Freeman, сЦей----------- 880—881 
Ward quarry, Pelham, Mass., prod- 
АНА ЖО LEE А 305—806 
Warren, Conn., granite оё---------- 315 
Washington, Henry 8. analyses 
Ву 92-298 sas. 
Washington, D. C., granite for Baron 
von Steuben monu- 
ЕЕ слетео oe 380 
granite for bridge over Potomac 
ШАМАМ es nets 223 
Freer Art Collections Build- 
угле: аа Еа 352 
General Sherman monument 
hnic ЛЕК ee Эң рчшн 149 
General Staff College at.. 379 ; 
General Thomas monument 
Ше се cO uo SER E 216 
Hahnemann monument at. 214 


Library of Congress аё__ 176, 198 


Lincoln Memorial at-... 348 
McMillan fountain at... 319 
Municipal Building at... 215 
National Museum at---- 347, 348 
New National Museum at__ 159 
postcoflepent---——----2- 159, 169 
Post Office Department 
Би ће at----—--——— 244 
Senate Office Building at... 198 
Waterbury, Сопп,, granite for bridge 
[——— 339 
Waterford, Conn., contact pheno- 
ПИО д pan HR. “ЫШ 89-90 
granite monument from, plates 
Showin rm. 400 
quarcies “іл. 6-54-85 394—399 
Waterford quarry, Waterford, Conn., 
description о1------ 397-399 
Watson, T. L., analyses by-------- 5 
Weathering of granite, effects of, 
plate showing------.- 256 


Webb quarries Nos. 7, 8, and 10, 
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